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PREFACE. 


The  term  Rock  Minerals  is  sufficiently  indefinite  to  permit  of  con- 
siderable latitude  in  the  choice  of  minerals  to  be  included  by  it. 
Besides  those  that  constitute  the  mass  of  any  rock  there  are  the  less 
abundant  though  common  kinds,  as  well  as  occasional,  exceptional^ 
ones.  In  any  case  the  mineral  may  be  an  original  constituent  of  the 
rock  or  one  that  has  been  developed  in  it  subsequent  to  its  formation. 
Rock  Minerals,  therefore,  embrace  not  only  all  primary  minerals,  but 
all  those  of  secondary  origin  produced  by  any  manner  of  alteration 
of  previously  existing  minerals.  Among  such  secondary  minerals 
are  some  that  are  better  known  as  fillings  of  cavities  and  veins  in 
rocks  than  as  rock  constituents,  such  as  the  zeolites.  These,  how- 
ever, also  occur  as  replacements  of  primary  crystals  within  the  body 
of  rocks,  and  so  constitute  rock  minerals  in  a  narrower  sense.  The 
term  becomes  somewhat  more  comprehensive  when  it  is  applied  to 
minerals  formed  in  pegmatite  veins,  which  are  undoubtedly  rocks  of 
intrusive,  igneous,  origin,  for  there  are  many  uncommon  minerals 
well  developed  in  such  veins  that  are  not  known  to  crystallize  within 
the  main  mass  of  larger  rock  bodies.  However,  it  is  customary  to 
exclude  certain  classes  of  veins  of  minerals,  such  as  ore  veins,  from  the 
category  of  rocks,  though  their  mode  of  formation  in  some  instances 
is  the  same  as  that  of  many  kinds  of  secondary  rock  minerals,  and 
their  study  by  petrographical  methods  in  thin  sections  has  been 
undertaken  more  or  less  systematically  by  several  investigators. 
The  inclusion  of  such  vein  minerals  within  the  field  of  the  petrographer 
would  place  almost  the  whole  range  of  mineralogy  before  him  and 
cause  a  distinction  between  the  petrographer  and  mineralogist  to 
consist,  as  it  virtually  does  at  present,  in  the  objects  and  methods  of 
research  rather  than  in  the  materials  investigated. 

The  study  of  rocks  and  their  mineral  components  involves  so 
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many  kinds  of  investigation,  chemical,  physical,  mineralogical,  and 
geological,  that  no  petrologist  is  likely  to  follow  all  of  them  to  their 
ultimate  limit,  but  must  content  himself  with  some  special  branch 
of  the  subject,  leaving  to  others  the  work  in  other  branches.  Thus, 
chemical  investigations,  to  be  of  permanent  value,  must  be  carried 
on  by  one  who  is  a  skilled  analyst;  and  the  same  is  equally  true  of  the 
physical,  whether  it  concerns  the  optical  or  other  ph3rsical  characters 
of  crystals  or  the  chemicophysical  problems  involved  in  their  crystal- 
lization. There  is  also  a  large  field  of  work  in  the  crystallography 
of  minerals;  while  the  geological  study  of  the  modes  of  occurrence 
and  relationships  and  the  probable  history  of  rocks  furnish  ample 
opportunities  for  extended  research  to  those  especially  fitted  to 
pursue  them. 

The  student  beginning  the  subject  of  petrology  needs  at  least  an 
introductory  knowledge  of  the  branches  of  science  that  underlie  min- 
eralogy in  order  to  apply  certain  of  the  principles  to  the  study  of 
rocks.  This  knowledge  he  is  expected  to  have  acquired  in  courses 
in  chemistry,  physics,  mineralogy,  and  geology,  but  the  broadness  of 
these  subjects  makes  it  advisable  to  call  attention  to  those  particular 
principles  that  are  immediately  applicable  to  the  study  in  hand. 
This  has  been  put  in  the  form  of  a  review  of  some  elementary  prin- 
ciples in  chemistry  affecting  an  understanding  of  the  composition  of 
minerals;  the  same  has  been  done  with  the  principles  involved  in 
the  use  of  optical  methods  for  determining  minerals  in  thin  sections, 
and  those  relating  to  other  physical  features,  particularly  the  theories 
concerning  molecular  structure  and  crystal  form.  Owing  to  the 
special  use  of  thin  sections  in  the  investigation  of  rocks  and  to  the 
employment  of  polarized  light  in  their  microscopical  study,  it  is  neces- 
sary to  elaborate  the  review  of  the  optical  principles  and  to  describe 
at  considerable  length  the  interference  phenomena  that  become 
diagnostic  characters  of  the  rock  minerals.  The  second  part  of  the 
book  contains  descriptions  of  the  better  known  rock  minerals  adapted 
to  their  study  and  identification  in  rocks,  emphasis  having  been 
placed  on  their  chemical  composition  as  of  fundamental  petrological 
importance. 

In  the  construction  of  the  book  I  have  availed  myself  of  the  data 
and  material  so  ably  presented  to  the  student  in  the  works  of  Groth, 
Dana,  Rosenbusch,  Hintze,  L^vy  and  Lacroix,  and  of  other  min- 
eralogists and  petrographers.  To  Professor  Groth  I  am  indebted 
largely  for  the  method  of  presentation  of  the  physical  characteristics 
of  the  minerals^  which  will  be  easily  recognized  by  any  one  familiar 
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with  his  ''Physikalische  Krystallographie  "  and  his  ''Einleitung  in 
die  chemische  Krystallographie."  From  Professor  Dana's  "System 
of  Mineralogy '^  has  been  taken  much  of  the  data  concerning  the 
chemical  and  physical  properties  of  the  minerals  found  in  the  descrip- 
tive part  of  the  book,  and  I  am  imder  special  obligation  to  him  for 
his  generous  permission  to  use  such  illustrations  from  his  book  as 
were  considered  desirable  in  this  one.  The  influence  of  Professors 
Rosenbusch  and  Wiilfing's  "Mikroskopische  Physiographie  der  Mine- 
ralien  und  Gesteine  "  will  be  seen  throughout  the  book,  but  no  at- 
tempt has  been  made  to  attain  to  the  completeness  of  the  work  of  these 
writers.  The  student  wishing  to  carry  the  study  beyond  the  limits 
of  this  book  will  find  in  the  fourth  edition  of  the  work  just  named 
a  great  amount  of  information  on  all  phases  of  the  subject.  The 
bibliography  of  the  subject  is  to  be  reached  through  that  source. 
No  attempt  has  been  made  to  introduce  it  into  this  book,  for  the 
student  who  wishes  to  make  use  of  the  bibliography  must  have  at  his 
command  an  adequate  library  and  a  knowledge  of  foreign  languages, 
and  he  will  find  that  his  best  source  of  information  is  to  be  found  in 
the  work  just  mentioned.  From  the  writings  of  Professors  L^vy  and 
Lacroix,  especially  '*Les  Min^raux  des  Roches,"  I  have  taken  much 
relating  to  the  optical  characteristics  of  minerals,  and  have  introduced 
the  very  beautiful  and  useful  plate  exhibiting  the  birefringence  of 
minerals.  I  am  also  indebted  to  other  friends  who  have  aided  the 
work  by  suggestions  and  additions,  especially  to  Professor  Julius 
Stieglitz  for  suggestions  relating  to  the  chemical  principles. 

It  is  with  profound  sadness  and  regret  that  my  obligations  to 
Samuel  L.  Penfield,  late  professor  of  mineralogy  in  the  Sheffield 
Scientific  School  of  Yale  University,  my  classmate,  colleague,  and 
master  in  the  realm  of  mineralogy,  for  frequent  advice  and  constant 
inspiration,  can  not  be  acknowledged  in  person,  but  by  reason  of 
his  untimely  death  must  find  expression  in  a  dedication  of  this  work 
to  the  memory  of  one  who  by  his  clear  insight,  honest  enthusiasm, 
and  singleness  of  purpose  has  accomplished  so  much  for  the  advance- 
ment of  the  science  of  mineralogy. 

JosEPHi  P.  Iddings. 
Cbicaoo,  Oct.  2, 1906. 
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PART  L 


GENERAL  PRINCIPLES  AND  METHODS  OF  RESEARCH, 


CHAPTER  1. 

CHEMICAL  PRINCIPLES  AND  CHARACl'ERS. 

Introduction.— The  most  fundamental  character  of  a  mineral 
is  its  composition,  that  is,  its  elemental  constitution,  involving  the 
chemical  elements  that  enter  into  its  substance,  their  quantity,  and 
their  arrangement,  or  the  structure  of  its  molecule. 

The  determination  of  the  kinds  of  elements  present  in  a  mineral 
may  be  accomplished  by  the  incomplete  methods  of  qualitative  analy- 
sis. And  in  cases  where  a  knowledge  of  the  simple  fact  of  the  presence 
or  absence  of  particular  elements,  taken  in  connection  with  character- 
istic physical  features,  serves  to  identify  a  mineral,  this  information 
may  be  sufficient  for  the  purpose  of  the  petrographer. 

The  determination  of  the  quantity  of  the  elements  present  in  a 
mineral  becomes  necessary  in  many  cases  where  the  mineral  belongs 
to  an  isomorphous  series  with  variable  proportions  of  certain  elements 
and  where  the  determinable  physical  characters  are  not  distinctive 
of  the  precise  chemical  composition.  In  such  cases  the  exact  quantity 
of  the  elements  present  is  to  be  obtained  by  means  of  quantitative 
chemical  analysis. 

The  determinaUon  of  the  structure  of  the  mineral  molecule  at 
present  lies  beyond  the  range  of  laboratory  research,  and  is  still 
within  the  realm  of  speculation  and  conjecture.    By  analogy  with 
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certain   organic  compounds  a   possible  structure  of  the  molecules 
of  some  minerals  has  been  suggested. 

It  is  essential  that  the  petrographer  have  a  definite  conception  of 
the  chemical  principles  involved  in  an  understanding  of  the  composi- 
tion of  the  rock-making  minerals,  as  well  as  of  those  relating  to  their 
formation  and  decomposition  or  alteration.  Such  conceptions  trav- 
erse a  wide  field  of  physical  chemistry,  and  become  integral  parts 
of  the  science  of  petrology.  The  formation  and  transformation  of 
the  rock  minerals  are  so  much  a  part  of  the  problems  of  the  origin 
and  metamorphism  of  the  rocks  that  the  chemical  principles  involved 
in  them  will  be  discussed  in  immediate  connection  with  the  discussion 
of  th^  rocks  themselves.  Those  principles  only  which  are  involved 
in  an  understanding  of  the  composition  of  the  minerals  will  be  reviewed 
briefly  in  this  place.  A  thorough  treatment  of  them  must  be  sought 
in  standard  works  on  chemistry  and  niineralogy. 

Chemical  Elements. — The  number  of  elements  recognized  at 
present  in  chemistry  is  about  80,  a  list  of  which  is  given  in  the  table 
on  the  opposite  page.  Of  these  only  a  few  occur  in  appreciable 
amounts  in  the  rock-making  minerals.  Eight  are  common  in  con- 
siderable amounts  and  together  form  99  hundredths  of  the  solid 
surface  portion  of  the  earth  as  estimated  by  F.  W.  Clarke.  They  are: 
oxygen,  silicon,  aluminium,  iron,  calcium,  magnesium,  sodium, 
and  potassium.  The  following  are  present  in  some  of  the  com- 
moner rock  minerals  in  notable  amounts:  carbon,  hydrogen,  titanium, 
phosphorus,  manganese,  sulphur,  chlorine,  fluorine,  lithium,  boron, 
glucinum,  zirconium;  while  other  elements  are  present  often  in 
considerable  amounts  in  the  rarer  minerals  or  are  found  in  traces 
in  the  commoner  ones.  Such  are:  vanadium,  nickel,  cobalt,  cerium, 
didymium,  yttrium,  zinc,  tin. 

Still  others  are  found  in  very  small  traces  in  some  rock  minerals, 
or  in  certain  cases  as  essential  components  of  minerals  whose  occur- 
rence in  rocks  is  exceptional,  or  that  belong  properly  to  vein  forma- 
tions or  to  ore  deposits.  These  are:  gold,  silver,  copper,  antimony, 
arsenic,  bismuth,  uranium.  With  the  exception  of  gold,  these  have 
been  found  in  very  small  traces  in  pyroxenes,  hornblendes,  biotites, 
and  olivines  in  igneous  rocks.  In  fact  exhaustive  analyses  of  all 
forms  of  rocks  would  probably  show  that  all  of  the  elements  are  to  be 
found  in  them,  though  never  all  in  any  one  body  of  rock. 

Atomy  molecule. — ^An  atom  is  a  very  minute,  discrete  particle 
of  an  element,  having  a  definite  mass  for  each  kind  of  element. 
One  or  more  atoms  are  capable  of  combining  with  one  or  more  atoms 
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of  other  elements  to  form  a  chemical  compound.  It  is  the  smallest 
mass  of  any  element  that  can  take  j)art  in  a  chemical  reaction.  A 
symbol  consisting  of  one  or  two  letters,  as  H  or  Si,  is  used  to  represent 
the  name  of  an  element,  and  also  to  represent  one  atom  of  the  element 
and  may  also  represent  its  atomic  weight. 


Chemical  Elements  and  Their  Atomic  Weights.  > 


Aluminium Al  27.1 

Antimony Sb  120.2 

Ai^n A  39.88 

Anienic As  74.96 

Barium Ba  137.37 

Beryllium  =Glucinum Be  9.1 

Bismuth Bi  208.0 

Boron B  11.0 

Bromine Br  79.92 

Cadmium Cd  112.40 

Caesium Cs  132.81 

Calcium Ca  40.09 

Carbon C  12.0 

Cerium Ce  140.25 

Chlorine CI  35.46 

Chromium Cr  52.0 

Cobalt Co  58.97 

Columbium=Niobiufti. . .  Cb  93.9 

Copper Cu  63.57 

Erbium Er  167.4 

Fluorine F  19.0 

Gallium. Ga  69.9 

Germanium Ge  72.5 

Glucinum = Beryllium. .. .  Gl  9.1 

Gold Au  197.2 

Helium He  4.0 

Hydrogen H  1.01 

Indium " In  114.8 

Iodine I  126.92 

Iridium Ir  193.1 

Iron Fe  55.85 

Krypton Kr  82.9 

Lanthanum La  139.0 

Lead Pb  207.20 

Lithium Li  6.94 

Magnesium Mg  24.32 

Manganese Mn  54.93 

Mercury Hg  200.6 

Molybdenum Mo  96.0 

Neodymium Nd  144.3 


Neon Ne 

Nickt  1 Ni 

Niobium = Columbium. . .   Nb 

Nitrogen N 

Osmium Os 

Oxygen O 

Palladium Pd 

Phosphorus P* 

Platinum Pt 

Potassium K 

Praseodymium Pr 

Radium Ra 

Rhodium Rh 

Rubidium Rb 

Ruthenium Ru 

Samarium Sa 

Scandium Sc 

Selenium Se 

Silicon Si 

Silver Ag 

Sodium Na 

Strontium Sr 

Sulphur S 

Tantalum Ta 

Tellurium Te 

Terbium Tb 

Thallium Tl 

Thorium Th 

Thulium Tm 

Tin Sn 

Titanium Ti 

Tungsten W 

Uranium U 

Vanadium V 

Xenon Xe 

Ytterbium Yb 

Yttrium Yt 

Zinc Zn 

Zirconium Zr 


'20.0 
58.68 
93.9 
14.01 
190.9 
16.0 
106.7 
31.04 
195.2 
39.10 
140.9 
226.0 
102.9 
85.45 
101.7 
150.4 
44.1 
79.2 
28.3 
107.88 
23.00 
87.63 
32.06 
181.5 
127.5 
159.2 
204.0 
232.4 
168.5 
118.7 
48.1 
184.0 
238.2 
51.06 
130.2 
173.5 
88.7 
65.37 
90.6 


A  molecule  is  assumed  to  be  the  least  part  of  an  element  or  of  a 
compound  that  possesses  the  properties  of  the  free  element  or  com- 
pound, or  that  can  exist  in  a  free  state.  In  most  cases  a  gas  molecule 
consists  of  two  or  more  atoms.  Thus  it  is  found  that  a  molecule  of 
hydrogen  gas  must  consist  of  two  atoms  of  hydrogen,  H2;  a  molecule 

1  Taken  from  "  The  Data  of  Geochemistry,"  by  F.  W.  Clarke.    3d  Ed. 
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of  oxygen  must  consist  of  two  atoms  of  oxygen,  Os.  A  gas  molecule  of 
hydrogen  chloride  consists  of  one  atom  of  hydrogen  and  one  of  chlorine, 
HCl.  A  gas  molecule  of  water  consists  of  two  atoms  of  hydrogen  and 
one  of  oxygen,  I{20.  But  the  gas  molecules  of  mercury,  cadmium, 
zinc,  potassium,  and  sodium  consist  of  one  atom  each.  The  same 
is  true  for  the  gas  molecules  of  argon,  helium,  neon,  krypton,  and 
xenon.  It  is  known  that  the  gas  molecules  of  some  elements  consist 
of  different  numbers  of  atoms  under  different  conditions  of  tempera- 
ture and  pressure.  Thus  iodine  gas  molecules  consist  of  two  atoms 
at  moderate  temperatures,  but  break  up  into  monatomic  molecules 
at  high  temperatures.  The  gas  molecule  of  phosphorus  consists  of 
four  atoms  at  temperatures  below  1600®  C. ;  above  this  it  consists 
of  two  atoms.  The  gas  molecule  of  sulphur  at  500°  C.  contains  six 
atoms,  at  1000°  C.  it  contains  two  atoms. 

Upon  passing  into  the  liquid  state  there  appears  to  be  an  increase 
in  the  number  of  atoms  in  the  molecule,  so  that  a  liquid  molecule  of 
sulphur  is  some  multiple  of  six  atoms,  but  the  number  of  atoms  in 
liquid  molecules  in  general  cannot  be  determined.  In  the  case  of 
water  Ramsay  and  Shields  concluded  that  the  liquid  molecule  con- 
sists of  four  gas  molecules,  that  is,  (H20)4  or  H8O4,  and  this  view 
appears  to  be  confirmed  by  others. 

The  crystal  molecule  is  probably  composed  of  some  multiple  of 
the  number  of  atoms  in  the  liquid  molecule,  but  there  is  no  method 
known  by  which  the  relative  numbers  of  atoms  in  these  two  kinds 
of  molecules  of  a  substance  can  be  exactly  determined. 

In  size  a  molecule  is  considered  to  be  somewhere  between  the 
hmits  of  1/20,000,000  mm.  and  1/100,000,000  mm.  in  diameter. 

When  the  molecular  weight  of  a  substance  cannot  be  determined, 
so  that  the  mmiber  of  atoms  of  each  element  entering  into  it  is  not 
known,  it  is  customary  to  designate  the  least  number  of  atoms  that 
will  express  the  proportions  of  the  constituents  as  the  molecule. 
Thus  KAlSiaOg  expresses  the  proportion  of  potassium,  aluminium, 
silicon,  and  oxygen  in  orthoclase  feldspar,  but  it  is  not  to  be  supposed 
that -a  molecule  of  orthoclase  contains  but  one  atom  of  potassium,  one 
of  aluminium,  three  of  silicon,  and  eight  of  oxygen;  its  molecule  may 
be  (KAlSiQOs)^.  It  is  customary  in  mineralogy  to  call  this  simplest 
expression  of  the  chemical  composition  of  a  mineral  the  chemical 
molecule  in  distinction  tp  the  physical  molecule.  But  it  may  be 
pointed  out  that  this  is  misleading,  for  it  is  necessary  in  treating  of  the 
chemical  properties  of  compounds  to  indicate  the  number  of  atoms 
of  each  element  present  in  the  molecule  when  known,  since  the 
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chemical  behavior  of  similarly  proportioned  compounds  having  different 
molecular  weights,  that  is,  different  numbers  of  the  same  atoms,  is 
different.  A  very  simple  example  is  the  difference  in  chemical  proper- 
ties between  oxygen,  O2,  and  ozone,  Q3. 

Molecular  and  Atomic  Weights. — On  the  basis  of  Avogadro's 
law  that  equal  volumes  of  all  gases  at  the  same  temperature  and 
pressure  contain  an  equal  number  of  molecules  it  is  possible  to  deter- 
mine the  relative  molecular  masses  or  weights  of  gases,  which  may 
be  referred  to  that  of  the  lightest,  hydrogen,  as  a  standard.  The 
hypothesis  of  van't  Hoff  that  the  osmotic  pressure  in  dilute  solutions 
is  the  same  as  gas-pressure,  and  his  conception  of  isomorphous  or 
''mixed''  crystals  as  solid  solutions,  have  extended  the  possibilities 
of  determining  in  certain  cases  the  molecular  weights  of  chemical 
compounds  in  a  liquid  and  also  in  a  solid  state. 

Prom  these  determinations  and  from  a  consideration  of  the  possible 
number  of  ultimate  parts  or  atoms  of  an  element  that  may  be  present 
in  the  gas  molecule  of  its  compounds  the  relative  mass,  or  the  com- 
bining weight  of  an  atom,  may  be  calculated.  These  atomic  weights 
are  generally  referred  to  the  mass  of  an  atom  of  hydrogen,  which  is 
taken  as  1.,  when  that  of  an  atom  of  oxygen  is  15.88;  or  they  are 
referred  to  oxygen  taken  as  16.,  when  the  mass  of  an  atom  of  hydrogen 
becomes  1.0075.  In  the  Table  of  Elements  oxygen  is  taken  as  the 
standard  at  16.  But  in  ordinary  petrographical  usage  the  atomic 
weights  are  taken  in  whole  numbers  without  decimals,  so  that  the 
distinction  between  the  standards  just  mentioned  does  not  affect  the 
calculations. 

Since  in  general  the  mass  or  size  of  molecules  of  the  rock-making 
minerals  is  indeterminable,  it  is  not  possible  to  reckon  the  actual 
molecular  weight  of  any  of  these  compounds.  However  the  weight 
of  the  so-called  chemical  molecule  may  be  calculated  from  the  atomic 
weights  of  its  component  elements.  This  is  the  sum  of  the  weights 
of  the  constituent  atoms,  and  is  called  the  molecular  weight  of 
the  compound.  Thus  the  molecular  weight  of  quartz,  Si02,  is 
28.4+16X2=60.4;  that  of  orthoclase,  KAlSiaOg,  is  39.14  +  27.1  + 
28.4X3  +  16X8=279.7. 

Valence. — The  elements  combine  with  one  another  in  various 
proportions  as  to  numbers  of  atoms  that  are  capable  of  forming 
definite  compounds.  Thus  hydrogen  and  oxygen  combine  in  the  pro- 
portions of  two  atoms  of  hydrogen  to  one  of  oxygen  to  form  water 
(H^)4.  Calcium  and  oxygen  combine  in  the  proportion  of  one  atom 
of  each  to  form  lime,  (CaO),„.    Two  atoms  of  iron  combine  with  three 
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of  oxygen  to  form  ferric  oxide  (Fe203).  One  atom  of  silicon  combines 
with  two  of  oxygen  in  silica  (Si02).  An  atom  of  oxygen  having  a 
given  mass,  it  is  evident  that  the  elements  just  mentioned  have  the  abil- 
ity to  attach  themselves  to  different  amounts  of  oxygen.  This  ability  to 
combine  with  one,  two,  or  more  atoms  of  a  given  element  is  termed 
the  combining  strength  or  valence  of  an  element.  Hydrogen  or  an 
element  of  the  same  valence  is  taken  as  the  standard  of  comparison. 
An  element  that  will  combine  with  one  atom  of  hydrogen  is  said  to  be 
univalent;  one  combining  with  two  atoms  of  hydrogen  is  bivalent; 
and  so  on. 

Some  elements  are  capable  of  combining  in  more  than  one  propor- 
tion with  other  elements.  They  appear  to  possess  more  than  one 
valence.  Examples  of  such  elements  will  be  given  below.  The 
following  list  is  a  partial  statement  of  the  valence  of  the  commoner 
elements.  It  is  headed  by  the  rare  elements  which  are  not  known 
in  chemical  combination  and  are  said  to  have  no  valence.  Those 
that  are  known  to  have  more  than  one  valence  are  placed  in  paren- 
theses. 

Zero  valent:   A,  He. 

Univalent:      H,  (CI,  Br,  I,  F);  Li,  Na,  K,  Ag,  (Cu,  Au,  Hg). 

Bivalent:        (O,  S,  Se,  Te);  Be,  Mg,  Ca,  Sr,  Ba,  Zn,  Cd,  (Hg),  (Fe, 

Mn,  Pb,  Cu,  Co,  Ni),  (C),  (Pt,  Sn). 
Trivalent:       B,  (Au);  Al,  (Fe,  Mn,  Cr,  Mo,  W),  Y,  Di,  (N,  P,  V,  As, 

Sb,Bi). 
Tetravalent:    (C),  Si,  Ti,  Zr,  (Sn),  Ce,  La,  (Pb),  (U),  (Mn).. 
Pentavalent:  (N,  P,  V,  As,  Sb,  Bi),  Nb,  Ta. 
Hexavalent :    (S,  Se,  Te) ,  (Cr) ,  (Mo,  W) ,  (U) . 
Heptavalent:  (CI,  Br,  I),  (Mn). 
Octa  valent:     Os. 

Examples  of  the  apparent  different  valency  of  some  of  the  elements 
are:    FeS,  FeaOg,  FeSg;    Cu20,CuO;    SbgOg,  Sb205;  HCl,  CI2O7. 

The  valence  of  an  element  may  be  expressed  by  supposing  it  to 
possess  a  number  of  bonds  by  which  it  may  be  united  with  another 
element;  univalent  elements  possessing  one  bond;  bivalent,  two 
bonds ;  and  so  on.    This  may  be  represented  in  the  following  manner: 

XT  Fe— ^ 

H-Cl;    S""0,    or    H-O-H;    ^  nO,    or    0=Fe-0-Fe=.0. 
11—  .^^iiO 
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Fonniilse. — A  statement  of  the  proportionate  number  of  atoms 
of  the  elements  entering  a  compound  may  be  expressed  by  combining 
in  a  formula  the  symbols  for  the  elements  and  numbers  corresponding 
to  the  number  of  atoms  of  each.  When  given  in  terms  of  the  least 
number  of  atoms  that  will  express  the,  proportions  of  the  elements,  as 
CaAl2Si208  for  anorthite,  it  is  called  an  empirical  formula,  since  it 
represents  simply  the  results  of  quantitative  analysis. 

Other  forms  of  expression  are  often  used  indicating  by  the  arrange- 
ment of  the  atoms  the  nature  of  the  compound,  as  CaAl2(Si04)2, 
indicating  that  the  compound  is  to  be  considered  an  orthosilicate  of 
calcium  and  aluminium.  The  expression  is  derived  from  that  of 
orthosilicic  acid,  H4Si04.  It  may  also  be  expressed  as  though  it 
were  composed  of  oxides,  as  CaO,  AI2O3,  2Si02.  This  is  called  a 
diialistic  formula,  and  while  misleading  in  its  suggestion  that  the 
compound  is  made  up  of  three  oxides,  lime,  alumina,  and  silica,  it  is 
convenient  for  comparison  with  the  statement  of  the  analysis  of  the 
mineral,  which  is  given  in  the  form  of  oxides  in  most  instances.  Be- 
cause of  greater  convenience  in  calculating  the  mineral  composition 
of  rocks  from  the  chemical  analyses  of  rocks,  and  vice  versa,  the  dual- 
istic  formulae  will  be  frequently  employed  in  describing  the  rock- 
making  minerals. 

Formulae  that  suggest  a  possible  arrangement  of  the  atoms  in  a 
chemical  molecule  by  placing  the  symbols  for  the  atoms  in  various 
positions  with  bonds  of  affinity  connecting  them  are  called  structural 
or  graphic  formulae.  Thus  orthosilicic  acid,  Si(CH)4,  may  be  repre- 
sented as 

H 

I 
O 

H-r-0~.^i— O— H 

I 
O 

The  difficulty  of  investigating  the  chemical  character  of  the  silicate 
compounds  has  prevented  such  formulae  from  Ijecoming  sufficiently 
well  established  to  be  of  more  than  speculative  interest.  They 
have  been  discussed  by  F.  W.  Clarke  ^  in  connection  with  the  silicates. 

*  The  Constitution  of  the  Silicates.   Bull.  125,  U.  S.  Geological  Survey.   Wash- 
ington,  1895. 
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Calculation  of  Fonnulie  from  Chemical  Analyses. — Since  the  total 
mass  of  a  compound  is  equal  to  the  sum  of  the  masses  of  its  com- 
ponent elements,  it  follows  that  the  ratio  of  the  total  mass  of  the  com- 
poimd  to  the  molecular  weight  of  the  compound  is  the  same  as  that 
of  the  total  mass  of  each  component  element  to  the  weight  of  the 
atoms  of  each  element  present  in  the  molecule.  Consequently  it  is 
possible  to  find  the  relative  number  of  atoms  of  the  element  in 
the  molecule  by  dividing  the  relative  masses  of  each,  their  percentage 
weights,  by  the  atomic  weight  of  each  element. 

If  the  percentage  weights  in  an  analysis  are  expressed  for  oxides 
of  the  elements,  these  are  to  be  divided  by  the  molecular  weight  of 
each  oxide.  The  resulting  quotients  will  be  the  proportions  of  the 
oxides  in  the  dualistic  formula,  from  which  the  empirical  formula  is 
readily  derived. 

Per  cent.      Mol.  wt.  Mol.  ratio. 

SiOa 68.7   -^      60  -  1.145=6 

AI2O3 19.5   --102=  .191  =  1 

NagO 11.8   -^      62  «  .190=1 

100.0 


From  this  we  find  NaaO-AlgOs -68102,  or  Na2Al2Si60i6=NaAlSi308, 
the  empirical  formula  for  albite. 

Electrical  Behavior  of  the  Elements. — From  the  behavior  of  a  solu- 
tion of  a  salt,  acid,  or  base  in  water  toward  the  passage  of  an  electric 
current  it  has  been  concluded  that  such  a  solution  contains  the  salt, 
acid,  or  base  in  a  state  of  dissociation  into  two  or  more  parts,  each 
fragment  being  chained  with  positive  or  negative  electricity,  the 
metal  atoms  forming  positively  charged  particles  or  ions,  the  remaining 
atoms  of  the  molecule  forming  negatively  charged  fragments  or  ions. 
For  example,  sodium  chloride  seems  to  be  decomposed  by  water  into 
(  + )  Na  and  (— )  CI  ions;  sodium  sulphate  into  (+)  2  Na  and  (  — )  SO4 
ions.  Now  when  an  electric  current  is  passed  through  such  solutions 
all  the  positively  charged  particles  are  attracted  by  the  negative 
electrode  and  migrate  toward  it,  all  the  negative  ions  migrating  for 
a  similar  reason  to  the  positive  electrode,  thus  establishing  the 
electric  current.    As  the  ions  touch  the  electrodes  their  electricity  is 

discharged  and  chemical  decomposition  occurs  consequently  at  the 

* 
electrodes.    This  hypothesis  is  supported  by  the  determination  of  the 

molecular  weights  of  such  electrolytic  compounds  in  solutions,  on 
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the  basis  of  van't  Hofif's  extension  of  Avogadro's  Law.^  When 
water  is  electrolyzed  the  hydrogen  behaves  as  if  it  were  positively 
charged,  the  oxygen  as  though  negatively  charged.  A  certain  element 
may  become  positive  when  compared  with  one  element  and  negative 
when  compared  with  another.  The  electrical  behavior  is  not  neces- 
sarily a  fixed  characteristic  of  an  element. 

Acids.— Compounds  of  negative  elements,  F,  CI,  C,  S,  Si,  etc., 
with  hydrogen  or  hydroxy  1  (HO),  in  which  the  hydrogen  may  be 
replaced  by  other  positive  elements,  are  called  adds.  Common  acids 
are: 

Ha,  hydrochloric  acid H-Cl 

HjjCOs,  carbonic  acid (H0)2=C0 

H^4,  sulphuric  acid (HO)2=S02 

H2Si03,  metasilicic  acid (HO)2=SiO 

H4Si04,  orthosilicic  acid (H0)4=Si 

H4Si308,  polysilicic  acid (HO)4sSi304 

Some  elements  are  capable  of  forming  more  than  one  acid,  as  illus- 
trated by  the  three  silicic  acids  just  given.  Acids  with  one  atom  of 
hydrogen  or  one  hydroxy!  radical  are  called  monobasic j  as  HCl.  Those 
with  two  atoms  of  hydrogen  or  two  hydroxyls  are  dibasic,  as  H^Os, 
H2Si03.    Those  like  H4Si04  are  tetrabasic. 

Bases. — Compounds  of  positive  elements  with  hydroxyl  (OH). 
or  of  the  oxides  of  such  elements  with  water,  as  K20+H20  =  2K(OH) 
form  bases.    Commoner  examples  are 

K(OH),  potassiuni  hydrate (OH)-K' 

Na(OH),  sodium  hydrate (OH)-Na     . 

Ca(0H)2,  calcium  hydrate (0H)2=Ca 

Fe(0H)2,  ferrous  hydrate (0H)2-Fe 

Fe(0H)3,  ferric  hydrate. (0H)3sFe 

A1(0H)3,  aluminium  hydrate (0H)3S.AI 

It  is  possible  also  to  combine  a  basic  radical,  as  (AlO),  with  a  hydroxyl 
to  form  a  base;  for  example, 

(A10)(OH);(FeO)(OH). 

Salts. — A  compound  which  may  be  formed  by  combining  a  base 
and  an  acid  is  called  a  saU.  Ca(OH)2+H2C03=CaC03  +  2H20. 
It  may  be  described  as  an  acid  in  which  the  atoms  of  hydrogen  are 

*  See  further  on  this  subject  in  S.  Arrhenius,  Text-book  of  Electrochemistry; 
J.  Walker,  Introduction  to  Physical  Chemistry;  H.  C.  Jones,  Elements  of 
Physical  Chemistry. 
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replaced  by  a  positive  element,  or  radical.    The  following  are  salts 
of  silicic  acids: 

H2Si03:   MgSiOa,  enstatit^;  CaSiOa,   woUastonite;  NaAl(Si03)2, 

jadeite. 
H4Si04:   Mg2Si04,  fors^erite;  CaAl2(Si04)2,  anorthite. 
H4Si308:  NaAlSisOg,  albite. 

Normal,  Acid,  and  Basic  Salts. — A  normal  or  neutral  salt  is  one 
in  which  the  acid  is  completely  neutralized  by  the  base,  that  is, 
in  which  all  of  the  hydrogen  atoms  are  replaced  by  other  positive 
elements  or  radicals.  Thus  Na2C03  is  normal  sodium  carbonate,  all 
of  the  hydrogen  in  H2CO3  being  replaced  by  sodium.  Al(AlF2)Si04 
is  normal  aluminium  fiuosilicate,  the  radical  having  one  aluminium 
bond  to  combine  with. 

An  acid  salt  is  one  in  which-  part  of  the  hydrogen  of  the  acid  re- 
mains. The  acid  is  not  completely  neutralized  by  the  base.  Thus 
HNaC03  is  acid  sodium  carbonate.  The  formula  may  be  written 
'H2C03-Na2C03,  showing  that  the  compound  may  be  considered  as 
made  up  of  equal  parts  of  normal  sodium  carbonate  and  carbonic  acid. 
H2KAl3(Si04)3  (muscovite)  is  acid  orthosilicate  of  potassium  and 
aluminium. 

A  basic  salt  is  one  in  which  the  base  is  not  completely  satisfied  by 
the  acid.  Mg2(OH)2S04  is  basic  sulphate  of  magnesium,  and  may 
be  written  Mg(OH)2-MgS04.  Zoisite  is  basic  orthosilicate  of  calcium 
and  aluminium,  Ca2Al3(OH)(Si04)3. 

Radicals. — When  a  certain  group  of  atoms  occurs  in  the  molecules 
of^a  number  of  different  compounds,  or  appears  to  remain  intact  in  a 
series  of  transformations  of  a  compound  entering  into  the  molecules  of 
new  compounds  formed,  the  group  is  often  termed  a  radical.  Thus 
in  the  bases  there  is  the  radical  (OH);  in  sulphuric  acid  the  radical 
(SO4);  in  orthosilicic  acid  the  radical  (Si04).  Since  the  radicals  are 
parts  of  molecules,  they  are  supposed  to  have  uncombined  or  free 
valencies;  thus  OH  is  univalent,  as  in  H  — OH,  K  — OH;  SO4  is  bi- 
valent, as  in  H2=S04,  Mg  =  S04;  Si04  is  tetravalent,  as  in  H4^Si04, 
Mg2=Si04.  But  it  is  to  be  noted  that  radicals  are  not  known  to 
exist  in  an  uncombined  stat^. 

Water  of  Crystallization.  —  Upon  heating  hydroxides  and  basic 
or  acid  salts  water  is  given  off,  usually  at  a  high  temperature.  This 
water  is  not  considered  to  be  present  in  the  compound  as  water,  but 
to  be  intimately  combined  with  the  other  constituents.    There  are 
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definite  compounds  that  yield  water  readily  upon  moderate  heating, 
and  it  is  customary  to  call  this  tvater  of  crystallization  and  consider  it 
to  exist  as  water  in  the  compound.  Its  presence  is  expressed  in  the 
formula  by  the  addition  of  a  certain  number  of  molecules  of  H2O: 
NaAl(Si03)2+H20  (analcite),  Ca(A10H)2  (Si03)3  +  2H20  (scolecite). 
It  is  probable,  however,  that  these  atoms  of  hydrogen  and  oxygen  are 
parts  of  the  chemical  molecule  as  the  other  constituent  atoms  are, 
but  by  reason  of  the  structure  of  the  molecule  have  a  weaker  connec- 
tion, that  is,  are  so  placed  as  to  be  readily  separated  from  the  others 
upon  an  increase  of  temperature. 

Chemical  Similarity  among  Groups  of  Elements. 

Periodic  Law  of  Mendel^eff  and  Loihar  Meyer. — A  comparison 
of  the  properties  of  the  chemical  elements  shows  that  there  are  groups 
of  elements  having  numerous  points  of  resemblance  in  chemical 
behavior  and  physical  properties,  and  in  the  characters  of  the  com- 
pounds into  which  they  enter.  These  relationships  have  been  par- 
ticularly investigated  independently  by  Mendel^eflf  and  Lothar 
Weyer,  who  arrived  at  the  conclusion  that  the  properties  of  the  ele- 
ments are  periodic  functions  of  their  atomic  weights.  T^e  significance 
of  this  will  appear  upon  inspection  of  the  table  of  elements  arranged 
by  Mendel^eff  (page  12).  The  importance  of  the  law  for  the  petrog- 
rapher  is  in  its  application  to  the  problem  of  isomorphous  compounds, 
as  well  as  of  morphotropism,  to  be  discussed  later  on. 

When  the  elements  are  arranged  according  to  their  atomic  weights, 
beginning  with  the  lightest,  it  is  found  that,  with  some  exceptions, 
there  is  a  succession  of  groups  or  of  series  of  elements  having  certain 
resemblances  and  certain  differences.  Referring  to  the  table  it  will 
be  seen  that,  beginning  at  the  upper  left-hand  corner,  the  elements  are 
arranged  in  ten  horizontal  series  according  to  increasing  atomic  weights. 
They  are  further  arranged  in  nine  vertical  columns,  and  within 
each  column  there  is  a  left-  and  right-handed  arrangement.  A  few 
of  the  more  prominent  characteristics  brought  into  order  by  this 
system  will  be  pointed  out. 

Valence. — Elements  occurring  in  the  same  vertical  column,  or 
"  group,"  have  the  same  maximum  valence  toward  oxygen  or  chlorine. 
But  it  should  be  remembered  that  some  elements  have  more  than  one 
valence.  So  that  the  system  does  not  indicate  all  of  the  relationships. 
The  first  colunrn,  or  zero-group,  contains  the  new  elements  known  only 
as   monatomic   gases,   apparently   without   power   of   combination. 
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The  univalent  elements  fall  in  Group  I,  the  place  of  hydrogen  not 
being  cleariy  established.  Group  II  contains  bivalent  elements,  but 
some  that  are  bivalent  and  have  a  higher  valence  as  well  fall  elsewhere: 
Fe,  Ni,  Co.    Similar  observations  may  be  made  in  the  other  groups. 

Considering  the  ability  of  the  elements  to  combine  with  oxygen, 
it  is  seen  that  in  Series  I  the  valence  increases  regularly  from  Group  I 
to  Group  VIII,  in  which  osmium  is  known  to  combine  with  four  oxygen 
atoms.  The  same  is  true  of  the  ability  of  the  elements  to  combine 
with  chlorine.  There  is  a  r^ular  increase  from  Group  I  to  Group  VI, 
WClft  being  known.  With  respect  to  the  valence  of  the  elements 
towards  hydrogen  the  case  is  different  and  there  is  a  regular  decrease 
from  Group  IV  to  Group  VII. 

Basic  and  Acid  Properties. — It  will  be  noted  that  of  the  elements 
in  each  horizontal  series  that  with  the  lowest  atomic  weight  and  the 
lowest  valence  with  respect  to  oxygen  has  the  strongest  basic  character, 
while  that  with  the  highest  atomic  weight  has  the  strongest  acidic 
character.  Moreover  these  characters  grade  from  one  extreme  to  the 
other,  some  of  the  elements  in  the  middle  groups  showing  variable 
basic  or  acid  characters  depending  upon  conditions. 

Chemical  Similarities, — ^The  elements  in  the  vertical  columns  or 
groups  are  so  arranged  that  those  in  alternate  series  are  vertically 
in  line,  making  two  subgroups  in  each  group.  Those  occurring  in 
one  subgroup  are  more  alike  in  their  chemical  characters  than  they  are 
like  the  elements  in  the  other  subgroup.  They  are  capable  of  forming 
compounds  which  are  commonly  closely  alike  physically  and  are  often 
isomorphous.  Thus  lithium,  potassium,  rubidium,  csBsium  resemble 
one  another  closely  chemically,  more  so  than  they  do  sodium,  copper, 
silver,  and  gold.  The  last  three  of  these  form  isomorphous  minerals. 
Lithium  and  potassium  appear  in  isomorphous  crystals,  as  in  mica. 
Potassium  and  sodium  are  closely  related  and  are  also  capable  of 
forming  isomorphous  salts,  as  in  feldspar.  But  there  are  numerous 
instances  in  which  chemically  analogous  salts  of  these  elements  crystal- 
lize quite  differently.  Thus  KAl(Si03)2,  leucite,  and  NaAl(Si03)2, 
jadeite;  but  LiAl(Si03)2,  spwdumene,  is  like  jadeite  in  crystallization. 
Moreover  NaAl(Si03)2+H20,  analcite,  is  isomorphous  with  leucite. 

In  Group  II  calcium,  strontium,  and  barium  resemble  one  another 
closely  and  form  similar  chemical  compounds;  also  magnesium,  zinc, 
and  cadmium.  But  there  is  a  strong  resemblance  between  calcium 
and  magnesium,  and  bivalent  iron  and  manganese  are  very  intimately 
related  to  magnesium,  forming  numerous  isomorphous  silicate  salts. 
Bivalent  lead  is  closely  related  to  barium  and  strontium.    So  there 
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are  very  similar  carbonates  of  calcium,  strontium,  barium,  and  lead; 
another  series  of  carbonates  of  calcium,  magnesium,  iron,  manganese, 
and  zinc. 

In  Group  III  aluminium  is  closely  related  to  trivalent  iron,  also 
trivalent  manganese  and  chromium.  These  elements  frequently  form 
similar  chemical  compounds;  for  example,  the  spinels  and  garnets. 
Most  of  the  dements  in  this  group  are  rare. 

In  Group  IV  silicon,  titanium,  and  zirconium  have  somewhat 
similar  properties  and  are  capable  of  replacing  one  another  to  some 
extent  in  the  rock-making  minerals. 

The  elements  of  Group  V  enter  but  slightly  into  the  composition 
of  the  rock  minerals,  except  phosphorus  in  apatite.  With  phosphorus 
are  closely  related  arsenic  and  vanadium. 

Of  the  elements  in  Group  VI  oxygen  is  the  most  common  compo- 
nent of  the  rock  minerals,  and  appears  to  play  a  unique  role  chemically. 
The  close  chemical  relationship  between  sulphur,  selenium,  and  tellu- 
rium is  well  known. 

In  Group  VII  the  chemical  similarity  of  chlorine,  bromine,  and 
iodine  is  shown  in  numerous  isomorphous  salts. 

In  Group  VIII  iron,  cobalt,  and  nickel  are  very  similar  and  form 
isomorphous  compounds  with  suphur  and  arsenic.  Platinum  is 
closely  related  to  iron  and  enters  isomorphous  salts  with  iron  and 
arsenic.  Moreover  iron,  cobalt,  and  nickel  are  intimately  associated 
in  meteorites,  while  platinum  is  intimately  associated  with  iridium 
and  osmium. 

The  physical  properties  of  the  elements  are  closely  in  accord  with 
the  system  of  grouping  presented  in  the  table.  There  are  numerous 
imperfections  and  apparent  incongruities  in  the  system,  but  it  clearly 
indicates  some  fundamental  periodic  relationship  between  the  atomic 
mass  and  the  chemical  and  physical  properties,  probably  more  complex 
than  can  be  expressed  by  the  simple  arrangement  in  two  directions 
in  the  table. 

Isomorphism. — Compounds  having  analogous  chemical  composi- 
tions and  crystallizing  in  the  same  forms  are  said  to  be  isomorphous. 
But  the  analogy  in  chemical  composition  may  range  from  close  resem- 
blance, such  as  that  between  FeSiOa  and  MgSiOa,  to  rather  remote 
analogy,  as  between  CaSiOa  and  NaFe(Si03)2,  or  between  NaAlSiaOg 
and  CaAl2Si208;  and  the  likeness  in  form  may  vary  from  identity,  as 
in  the  case  of  crystals  in  the  isometric  system,  such  as  spinels,  to 
close  relationship,  as  that  of  two  monoclinic  forms  with  like  symmetry 
and  almost  the  same  axial  ratio — the  monoclinic  pyroxenes.     How- 
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ever,  it  may  include  crystals  not  having  the  same  degree  of  symmetry 
though  closely  related,  as  the  scalenohedral  class  of  the  trigonal 
system  (calcite)  and  the  trirhombohedral  class  of  the  same  system 
(dolomite).  Moreover  it  is  possible  for  compounds  to  have  identical 
forms  without  possessing  similar  compositions,  as  is  the  case  with 
galena  and  fluorite,  and  such  are  not  considered  to  be  isomorphous. 

The  definition  of  isomorphism  clearly  is  not  complete  as  just 
stated.  It  is  necessary  to  add  the  condition  that  isomorphous  com- 
pounds are  capable  of  crystallizing  together  in  all  proportions  to  form 
a  chemically  and  physically  homogeneous  crystal.  Thus  Fe2Si04 
(fayalite)  and  Mg2Si04  (forsterite)  each  form  crystals  in  the  bipyram- 
idal  class  of  the  orthorhombic  system,  which  differ  slightly  in  axial 
ratios:  a:b:c  =  0.4584 : 1 : 0.5793  (fayalite) ;  a:b :c= 0.4648 :  1 : 0.5857 
(forsterite).  They  crystallize  together  in  all  proportions  in  crys- 
tals (olivine)  resembling  those  of  the  simple  compounds,  and  the 
physical  properties  of  the  series  of  mixed  compounds  form  continu- 
ous series  between  those  of  the  simple  compounds,  so  far  as  known. 
This  is  true  in  general  of  isomorphous  mixtures. 

The  serial  change  in  the  physical  properties  in  an  isomorphous 
series  that  appears  in  a  serial  variation  in  crystal  form,  that  is,  a 
variation  in  the  angles  between  homologous  faces  or  planes  accom- 
panying a  variation  in  the  chemical  composition,  is  called  rjiorpho- 
tropism.  Strictly  speaking,  absolute  isomorphism  only  exists  in 
compounds  crystallizing  in  the  isometric  system.  In  all  other  cases 
there  is  more  or  less  evident  morphotropism. 

The  isomorphous  mixture  is  called  a  mixed  salt,  and  the  resulting 
homogeneous  crystal  a  mixed  crystal.  The  formula  for  the  example 
just  given  is  (Mg,Fe)2Si04,  which  expresses  the  fact  that  Mg  and  Fe 
are  present  in  any  proportion;  the  use  of  the  comma  between  Mg 
and  Fe  indicating  an  indefinite  proportion  between  them,  or  that 
one  partly  replaces  the  other  in  the  molecule. 

The  relations  brought  out  in  the  arrangement  of  the  elements 
according  to  the  periodic  system  show  what  compounds  may  be 
expected  to  be  isomorphous,  though  the  full  expectation  expressed  in 
the  law  of  Mitscherlich,  that  the  crystal  form  of  compounds  having 
analogous  chemical  compositions  is  the  same,  is  not  realized  in  all 
cases.  However,  the  instances  are  so  numerous  that  the  importance 
of  the  relationship  is  fundamental,  and  the  student  will  find  it  an 
assistance  to  the  memory  in  recollecting  the  composition  of  minerals 
belonging  to  isomorphous  groups.  Examples  from  the  rock  minerals 
are  the  following: 
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The  elements  Li,  Na,  K  are  common.  It  will  be  noticed  in  the 
table  that  in  some  respects  Li  and  K  are  more  closely  related  than 
Na  and  K,  and  that  Na  and  K  occur  in  different  subdivisions  of 
Group  L    Some  of  the  isomorphous  salts  of  these  elements  are: 

(  LiAl(Si04),  eucryptite extremely  rare. 

Hexagonal  <  NaAl(Si04),  nephelite common. 

V  KAl(Si04),  kaliophilite extremely  rare. 

On  the  other  hand  these  three  elements  form  isomorphous  salts, 
probably  with  closely  similar  chemical  compositions,  in  the  micas: 
lepidolite,  paragonite,  muscovite,  of  which  the  lithium-mica  and 
potassium-mica  are  common,  and  the  sodium-mica  is  rare. 

, ,        ...    C  LiAl(Si03)2,  spodumene common. 

Monoclmic  <  ^j   *  wrs-rw  \     •  j    * 

(  NaAl(Si03)2,  jadeite very  rare. 

But  KAl(Si03)2,  leucite,  crystallizes  in  the  isometric  system  and 
is  not  isomorphous  with  the  others. 

—  .  ..   .     (  NaAlSisOs,  albite common. 

I  KAlSiaOs,  microcline common. 

The  independence  of  Na  and  K  is  shown  by  the  numerous  com- 
pounds into  which  Na  enters  without  an  isomorphous  K  equivalent. 
For  example:  the  acmite  molecule,  NaFe(Si03)2;  the  scapolite  and 
zeolite  series  of  minerals,  in  which  Na2  and  Ca  form  isomorphous 
compounds. 

With  respect  to  the  relative  strengths  of  these  three  elements  as 
positive  elements  or  bases,  in  silicates,  it  appears  that  Li  has  the 
strongest  affinity  for  silicon,  being  known  to  occur  as  a  disilicate, 
R2Si205,  in  petalite,  LiAl (81205)2,  the  highest  silicate  known; 
while  K  occurs  in  small  amounts  in  the  disilicate,  milarite,  a 
rarer  mineral.  K  and  Na  are  both  common  as  polysilicates, 
R4Si308,  in  orthoclase  and  albite.  But  K  is  conmion  as  a  meta- 
silicate,  RSiOs,  leucite,  and  Na  is  commoner  as  an  orthosilicate, 
R4Si04,  nephelite.  So  that  K  appears  to  have  a  stronger  affinity 
for  silicon  than  Na.  Their  relative  basic  characters  may  be  expressed 
as  Li  >K  >Na.     But  in  other  compounds  lithium  is  the  least  active. 

The  alkaline  earths  common  in  the  rock  minerals  are  Mg,  Ca,  and 
also  Fe,  which  in  the  periodic  system  is  remote  from  both  Mg  and  Ca. 
There  is  a  close  relationship  between  Mg  and  Fe,  and  also  Mn,  not 
shown  in  the  periodic  system.    It  is  to  be  remembered  that  Fe  and 
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Mn  have  variable  valence.  It  is  bivalent  Fe  and  Mn  that  are  inti- 
mately related  to  Mg.  It  is  to  be  noted  that  Mg  and  Ca  belong  to 
different  subdivisions  of  Group  II,  and  while  they  have  some  chemical 
resemblances  they  have  well-known  chemical  differences  which  are 
well  illustrated  in  the  rock  minerals.  Sr  and  Ba  are  closely  related  to 
Ca,  but  are  not  common  in  rock  minerals.  Isomorphous  salts  of  this 
group  of  elements  are  shown  in  the  carbonates  and  silicates. 

CaCOs,  calcite.  (Ca,Mg)C03,  dolomite. 

MgCOs,  magnesite.     (Ca,Mg,Fe)C03,  ankerite. 
Trigonal  -j  FeCOa,  siderite. 

MnCOs,  rhodochrosite. 
ZnCOa,  smithsonite. 

The  carbonates  of  Ca,  Sr,  Ba,  and  Pb  are  isomorphous,  ortho- 
rhombic,  salts;  so  are  also  the  sulphates  of  the  same  elements. 

[  Ca3Al2(Si04)3,  grossularite  garnet. 

Isometric  ^  Mg3Al2(Si04)3,  pyrope 
isometnc  ^  Fg^Al2(Si04)3,  almandite        " 
Mn3Al2(Si04)3,  spessartite      *' 

This  group  of  minerals  also  illustrates  the  isomorphism  of  salts 
of  Al,  Fe,  and  Cr,  as  it  also  contains  the  compounds  ■ 

Isometric  ^  ^^3^^2(8104)3,  andradite  garnet 
( Ca3Cr2(Si04)3,  uvarovite.      " 

These  compounds  are  capable  of  combining  in  any  proportion  to  form> 
homogeneous  cr3rstals. 

Most  other  silicates  of  calcium  and  magnesium  illustrate  differences 
in  the  behavior  of  these  elements,  rather  than  strict  isomorphism. 
Thus  they  both  enter  into  pyroxenes,  amphiboles,  and  into  the  olivine 
group  in  the  rare  mineral  monticellite,  but  their  difference  of  behavior 
in  each  case  is  noticeable. 

In  pyroxene  MgFe  silicate  is  orthorhombic,  Ca  silicate  is  mono- 
clinic. 

r\^u^^\.r.^u\^  5  MgSi03,  enstatite. 
Urthornombic  <  ,..    -n  xo-i-w     i>  ±v. 

I  (Mg,Fe)Si03,  hypersthene. 

r  CaSi03,  wollastonite. 

Monoclinic  .. .  \  CaMg(Si03)2,  diopside. 

I  Ca(Mg,Fe) (8103)2,  hedenbergite. 

But  it  may  be  that  the  orthorhombic  character  of  enstatite  &nd' 
hypersthene  is  in  fact  a  case  of  polysymmetry  (page  67). 
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The  mixture  of  CaSiOa  and  MgSiOs  does  not  occur  in  all  propor- 
tions,  but  Mg  and  Fe  may  vary  indefinitely  The  same  is  true  in  the 
amphiboles  and  in  the  olivine  group.  In  monticellite  the  composi- 
tion is  Ca(Mg,l^e)Si04.  In  pyroxene  and  in  monticellite  the  ratio  of 
Ca:(Mg,Fe)  =  l  :1,  while  in  the  amphiboles,  tremolite  and  actinolite, 
it  is  1 :  3.     These  are  examples  of  molecular  com])ounds. 

In  many  rock  minerals  calcium  occurs  without  magnesium  or  iron, 
as  in  feldspars,  scapolite,  zeolites,  etc.;  and  in  others  magnesium  and 
iron  occur  without  calcium,  as  in  the  olivines  of  igneous  rocks,  micas, 
spinels,  chlorites,  etc.  In  nearly  all  cases  in  which  magnesium  and 
iron  occur  together  the  proportions  between  them  are  indefinite,  or 
rather  they  are  not  fixed  for  any  given  mineral.  The  physical  inde- 
pendence of  magnesium  and  iron  is  shown  in  the  preponderant  occur- 
rence of  bivalent  iron  in  magnetite,  ilmenite,  and  epidote.  But  it  is 
known  that  magnesium  is  capable  of  entering  these  conipounds 
isomorphously,  and  it  is  sometimes  present  in  these  minerals  in  very 
small  amounts. 

As  to  the  relative  strength  of  aflSnity  of  these  alkaline  earthj  for 
silicon  it  is  to  be  noted  that  while  calcium  and  magnesium  form 
metasilicates — pyroxenes  and  amphiboles, — and  both  form  ortho- 
silicates — ^garnets, — there  is  no  common  calcium  orthosilicate  equiva- 
lent to  the  very  common  olivine  compound.  It  would  seem,  as  indi- 
cated in  the  periodic  system,  that  calcium  behaves  as  a  stronger  base 
tha^  magnesium  with  respect  to  silicon.  The  calcium  pyroxenes  are 
more  stable  than  the  magnesian  pyroxenes  free  from  calcium.  In  the 
carbonates  the  magnesian  salts  appear  to  be  more  stable  than  the 
calcium  carbonate. 

The  isomorphism  of  compounds  containing  Al,  Fe,  and  Cr  is  well 
illustrated  in  numerous  rock-making  minerals.  It  has  been  already 
noted  in  the  case  of  the  garnets.  It  is  pronounced  in  the  spinels. 
Al  and  Fe  have  like  crystal  forms  as  oxides,  corundum,  and  hematite, 
but  do  not  form  mixed  crystals  and  are  therefore  not  strictly  iso- 
morphous.  These  elements  occur  together  in  variable  proportions 
in  many  ferro-magnesian  minerals — pyroxenes,  amphiboles,  micas, 
epidote,  etc. 

Of  Group  IV,  C,  Si,  Ti,  and  Zr  are  common  in  rock  minerals,  C 
and  Si  being  the  most  abundant.  But  while  silicon,  titanium,  and 
zirconium  are  found  entering  isomorphous  compounds  and  replacing 
one  another  to  some  extent,  the  four  elements  mentioned  do  not 
commonly  produce  isomorphous  salts,  but  are  quite  independent  in 
their  behavior;   especially  is  this  true  of  carbon  and  silicon  in  rock 


DIMORPHISM   AND    POLYMORPHISM.  19 

minerals.  The  chemically  analogous  carbonates  and  silicates  of 
Ca,  Mg,  Fe,  Mn,  are  very  different  in  crystal  characters,  one  belonging 
to  the  calcite  group,  RCO3,  the  other  to  the  pyroxene  group,  RSiOa. 
Similarly  the  few  titanates  and  chemically  analogous  silicates  are 
quite  different  in  crystal  forms.  Compare  (Fe,Mg)Ti03,  ilmenite, 
with  (Mg.Fe)Si03,  hypersthene;  or  CaTiOa,  perofskite,  with  CaSiOs, 
wollastonite.  It  is  to  be  noted  in  the  case  of  the  two  titanates  men- 
tioned that  Ca  and  (Fe,Mg)  do  not  furnish  isomorphous  compounds, 
perofskite  being  isometric,  and  ilmenite  trigonal.  Titanium  probably 
replaces  silicon  isomorphously  in  a  number  of  ferromagnesian  rock 
minerals,  and  zirconium  undoubtedly  plays  the  same  role  in  such 
rare  minerals  as  rosenbuschite,  lovenite,  and  wohlerite,  which  are 
related  to  the  pyroxenes. 

Dimorphism  or  Polymorphism. — ^The  same  compound  may 
crystallize  in  two  distinct  classes  of  symmetry,  when  it  is  said  to  be 
dimorphous.  When  in  three  classes  it  is  called  trimorphous,  or  oftener 
polymorphous.  Calcium  carbonate  (CaCOa)  is  certainly  dimorphous, 
and  probably  polymorphous.  As  calcite  it  crystallizes  in  the  trigonal 
system,  scalenohedral  class;  as  aragonite  it  belongs  to  the  orthorhombic 
system,  bipyramidal  class;  and  in  harytocaldte  it  forms  a  mixed  crystal 
with  barium  carbonate — CaBa(C03)2 — in  the  monoclinic  system, 
prismatic  class. 

Silica  (Si02)  is  certainly  dimorphous  and  possibly  polymorphous. 
It  commonly  crystallizes  as  quartz  in  the  trigonal  system,  trapezohe- 
dral  class;  frequently  as  tridymiie  in  the  hexagonal  system;  and  has 
been  described  as  occurring  in  other  forms  whose  characters  are 
somewhat  doubtful. 

Titanium  oxide  (Ti02)  is  polymorphous;  as  rviUe  it  is  tetragonal 
with  c=  0.6442;  as  anaiase  it  is  also  tetragonal,  but  with  c=  1.778;  as 
brookiie  it  is  orthorhombic. 

Isodimorphism. — ^When  chemically  analogous   compounds  form 

two  series  of  isomorphous  salts  they  are  said  to  be  isodimorphous. 

An  example  of  isodimorphism  is  furnished  by  the  pyrite  and  marca- 

site  groups. 

Isometric,  Orthorhombic, 

diploid  class.        bipyramidal  dass. 

FeS2 pyrite. , marcasite 

C0AS2 smaltite saffrolite 

NiAs2 chloanthite. .  . .  rammelsbergite 

(Co,Fe)(S,As)2 cobaltite glaucodote 

NiS2.Ni(A8,Sb) corynite wolfachite 
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Fonnute  of  Isomorphous  Mixed  Salts. — In  expressing  the  com- 
position of  mixed  salts  in  which  several  elements  are  present  in 
different  amounts  it  is  customary  to  represent  the  fact  of  isomorphism 
by  placing  the  symbols  of  the  elements  of  like  valence  within  paren- 
theses and  separating  their  symbols  by  commas.  This  indicates 
that  these  elements  may  replace  one  another  in  any  proportion,  and 
is  a  general  formula,  not  an  empirical  one.  In  calculating  it  from  the 
chemical  analysis  of  a  mineral  the  molecular  proportions  of  the  ele- 
ments having  like  valence  are  taken  together  and  compared  with 
the  elements  of  other  valences  in  the  inineral.  The  method  is  illus- 
trated by  the  following  case  of  a  garnet: 

SiO, 41.324-   60-. 689     \ 

TiO, 0.16^80-.002     /  -^^^        ^^^        ^^» 

AlA 21. 21  ^102-. 208 

Cr,0, 0.91-i- 152«  .006 

Fe,0, 4.21-!.160-.026 

FeO 7.93-^  72-. 110 

MnO 0.34-!-   71-.004-f 

MgO 19.32-.   40-. 483 

CaO 4.94^   56-088  + 


.240        1.04        R,0, 


.685+     3  RO 


100.34 


This  becomes  3(Mg.Fe,Ca,Mn)0.(Al,Fe,Cr)203.3(Si,Ti)02.  Owing 
to  the  very  small  amounts  of  Mn,  Cr,  and  Ti  present  these  elements 
might  be  omitted  from  the  formula  of  the  mineral,  which  would  be- 
come 3(Mg,Fe,Ca)0.(Al,Fe)203.3Si02,  or  (Mg,Fe,Ca)3(Al,Fe)2(Si04)3. 

Chemical  Aiial]rses  express  the  proportions  of  the  constituents  in 
the  material  analyzed,  and  may  or  may  not  represent  the  exact 
composition  of  a  particular  mineral.  For  it  frequently  happens  that 
the  material  submitted  for  chemical  analysis  is  not  purely  one  mineral, 
but  a  mixture  of  several  different  substances. 

In  preparing  material  for  analysis  and  in  interpreting  the  results 
of  analysis  it  is  of  the  first  importance  to  consider  the  purity  of  the 
material,  which  should  be  investigated  optically  and  its  character 
determined  as  carefully  as  possible.  Many  sources  of  impurity  may 
be  recognized  optically.  There  may  be  inclusions  of  other  sub- 
stances, chiefly  other  minerals.  These  may  be  removed  by  de- 
composition or  solution  when  they  differ  markedly  in  their  chemical 
1»ehavior  from  the  mineral  containing  them,  or  they  may  be  sepa- 
rated from  it  by  a  magnet  or  by  other  mechanical  methods  to  be 
described  later  on. 

When  they  cannot  be  removed  the  analysis  clearly  is  of  the  mix- 
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tare  and  should  be  so  considered.  If  the  inclosed  mineral  has  a  definite, 
known  composition,  and  the  percentage  of  any  one  of  its  constituents 
is  determined  by  the  analysis,  its  quantity  may  be  calculated  and 
deducted  from  the  whole  analysis. 

In  some  cases  the  inclosed  mineral  is  optically  so  nearly  like  the 
^inclosing  mineral  and  is  in  such  microscopically  minute  particles 
that  it  may  be  overlooked  or  may  not  be  recognizable  under  a  mi- 
croscope. Its  presence,  however,  is  to  be  inferred  from  the  chemical 
analysis,  if  this  differs  from  an  analysis  of  pure  material  of  a  given 
mineral.  For  example,  the  composition  of  pure  hypersthene  is  undoubt- 
edly expressed  by  the  formula  (Mg,Fe)Si03.  It  is  common  for  hyper- 
sthene to  be  intergrown  in  thin  microscopic  laminae  with  augite,  which 
resembles  it  closely.  Such  a  mixture  should  contain  calcium  and 
aluminium  and  possibly  ferric  iron.  The  presence  of  these  elements 
in  a  supposedly  pure  hypersthene  should  be  considered  as  chemical 
evidence  of  the  presence  of  some  other  mineral  than  hypersthene, 
probably  augite.  Similarly  the  presence  of  calcium  in  the  analysis 
of  a  biotite  is  fair  presumptive  evidence  of  the  presence  of  inclusions 
of  apatite,  titanite,  or  some  other  calcium-bearing  mineral  frequently 
foimd  inclosed  in  biotite. 

Besides  inclusions  of  unrelated  minerals  there  may  be  inclusions 
of  alteration  products ;  that  is,  the  mineral  may  be  more  or  less 
altered  or  decomposed.  This  may  be  recognized  optically  in  nearly 
all  cases,  as  well  as  chemically  by  the  deviation  of  the  analysis  from 
that  of  known  fresh  material. 

Another  cause  of  impurity  is  the  adhesion  of  particles  of  other 
substances  to  crystals  of  the  mineral  under  investigation,  due  to 
imperfect  separation  of  the  several  minerals  by  mechanical  processes. 
This  can  be  guarded  against  by  careful  inspection  of  the  material 
before  analysis. 

The  greatest  care  should  be  observed  in  selecting  mineral  material 
for  chemical  analysis,  and  a  statement  should  be  made  of  the  un- 
avoidable impurities  known  to  be  present,  in  order  that  the  results 
of  the  analysis  may  be  correctly  interpreted. 

Minerals  entirely  free  from  inclusions  of  other  substances  may  or 
may  not  be  chemically  homogeneous.  Those  with  a  simple  or  fixed 
molecule  must  be  chemically  homogeneous,  as  quartz,  Si02;  titanite, 
CaTiSiOs-  But  minerals  that  belong  to  an  isomorphous  series,  as 
the  lime-soda-feldspars,  may  or  may  not  have  the  same  chemical 
composition  in  all  parts  of  a  crystal.  They  may  be  chemically  homo- 
geneous, or  may  consist  of  layers  or  shells  of  different  compositions. 
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It  is  necessary  in  such  cases  to  study  the  material  optically  to  deter- 
mine the  actual  structure  of  the  crystals  when  this  is  recognizable 
optically,  which  is  the  usual  case. 

Purpose  of  Chemical  Analysis. — For  the  petrographer  a  chemical 
analysis  of  a  mineral  is  needed  for  the  purpose  of  determining  the 
exact  composition  of  a  mineral  which  is  a  mixed  salt  or  one  of  an  iso- 
morphous  series,  or  for  identification  in  doubtful  cases.  It  is  evi- 
dently unnecessary  to  analyze  quartz  or  titanite  or  zircon,  for  the 
composition  of  these  minerals  is  simple  and  invariable,  and  they  are 
easily  identified  optically.  The  lime-soda-feldspars  are  so  defi- 
nitely characterized  optically  that  their  chemical  composition  is  in 
most  cases  as  accurately  determinable  by  optical  as  by  chemical 
methods.  In  fact  optical  investigations  will  give  definite  information 
regarding  the  heterogeneous  chemical  structure  of  such  minerals  that 
cannot  be  obtained  by  chemical  analysis  of  small  crystals.  The 
possible  presence  of  potassium-feldspar  molecules  in  crystals  of 
the  albite-anorthite  series  cannot  be  determined  optically  as  yet  and 
must  be  discovered  by  chemical  analysis. 

The  proportions  of  iron  and  magnesium  in  an  olivine  must  be 
determined  chemically;  so  must  the  precise  composition  of  such 
minerals  as  the  pyroxenes,  amphiboles,  micas,  etc.  Exact  knowledge 
of  the  chemical  composition  of  these  minerals,  together  with  that 
of  the  rocks  in  which  they  occur,  is  becoming  of  more  and  more  im- 
portance to  the  petrographer.  It  can  only  be  obtained  by  rigid  quan- 
titative chemical  analysis  by  a  skilled  analyst,  who  may  also  be  a 
petrographer. 

The  method  of  procedure  must  be  learned  from  works  on  chem- 
istry and  lies  outside  the  scope  of  this  book.  The  special  treatment 
of  rock-making  minerals  may  be  found  in  the  writings  of  W.  F.  Hille- 
brand,^  H.  S.  Washington,^  and  others. 

In  the  identification  of  the  rock-making  minerals  cases  arise  in 
which  optical  methods  alone  are  insufficient  to  distinguish  between 
several  optically  similar  minerals  when  studied  in  thin  section  in  the 
absence  of  other  distinctive  features,  such  as  possible  differences 
in  crystal  form.  This  is  the  case  with  the  carbonates,  calcite,  dolo- 
mite, magnesite,  siderite,  which  are  indistinguishable  from  one  another 
in  thin  section  when  fresh  and  unaltered. 

In  such  cases  use  may  be  made  of  qualitative  methods  of  chem- 

»Hillebrand,  W.  F.  Some  Principles  and  Methods  of  Rock  Analysis. 
Bulletin  of  the  United  States  Geological  Survey,  No.  176.     Washington,  1900. 

» Washington,  H.  S.  Manual  of  the  Chemical  Analysis  of  Rocks.  New  York 
and  London,  1904. 
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ical  analysis  to  determine  the  presence  or  absence  of  elements  that 
are  characteristic  of  particular  minerals.  Or  reactions  may  be  em- 
ployed that  are  characteristic,  such  as  the  solubility  of  the  mineral 
in  acid,  or  the  reverse;  the  formation  of  gelatinous  silica;  the  evolu- 
tion of  a  gas,  etc.  With  the  constant  improvement  of  optical  methods 
of  research  in  thin  sections  and  the  accumulation  of  optical  and 
chemical  data  relating  to  the  rock  minerals,  the  need  of  qualitative 
chemical  tests  is  constantly  decreasing. 

Moreover,  the  mode  of  occurrence  of  a  mineral  may  be  a  means 
of  discriminating  between  two  that  resemble  one  another  closely 
but  have  quite  different  modes  of  occurrence.  Some  of  the  reactions 
that  are  useful  in  the  identification  of  rock  minerals  are  given  in 
what  follows,  after  a  description  of  the  methods  of  preparing  the 
material  for  chemical  investigation. 

Preparation  of  Material  for  Chemical  Analysis. — ^The  amount  of 
material  required  fof  complete  quantitative  analysis  depends  upon 
the  chemical  character  of  the  mineral  and  the  number  of  different 
components  to  be  determined.  While  a  satisfactory  analysis  may  be 
made  from  as  little  as  1  gram  of  material,  it  is  generally  desirable 
to  have  from  5  to  10  grams  to  work  with.  The  preparator  should 
always  bear  in  mind  that  purity  of  material  is  more  important 
than  the  quantity,  provided  the  minimum  amount  required  is 
obtained. 

When  minerals  occur  in  crystals  several  millimeters  in  diameter 
it  is  suflScient  to  break  the  rock  into  small  fragments  and  pick  out 
enough  pieces  of  a  mineral  for  analysis.  But  in  this  simple  process 
care  must  be  taken  to  select  pieces  free  from  inclusions,  decomposi- 
tion products,  or  adhering  rock  material.  In  perfectly  transparent 
material  this  may  generally  be  accomplished  by  examination  under 
a  microscope,  unless  there  are  present  two  or  more  colorless  minerals 
with  similar  optical  behavior  in  like-sized  fragments.  When  minerals 
are  more  or  less  opaque  in  thick  fragments  their  purity  may  be  tested 
by  crushing  to  thinner  pieces,  or  by  means  of  specific-gravity  deter- 
minations to  detect  inequalities  in  their  density. 

In  all  cases  careful  study  should  be  made  of  the  minerals  in  thin 
sections  of  the  rock  before  separation  is  attempted  in  order  to  know 
what  impurities  may  be  present  and  to  what  extent  and  by  what 
methods  they  may  be  eliminated,  if  possible. 

When  the  mineral  crystals  are  small,  or  the  fragments  free  from 
impurities  are  too  small  to  warrant  their  separation  by  hand,  they 
may  be  isolated  by  the  following  methods: 
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The  rock  is  crushed  in  an  i^on  mortar  by  blows  of  the  pestle,  with 
ajs  little  grinding  as  possible  in  order  to  avoid  powdering  the  material 
too  fine.  For  in  the  process  of  separation  in  heavy  solutions  dust- 
like powder  interferes  with  the  operation  by  remaining  in  suspension 
indefinitely.-  It  must  be  first  removed  by  washing  the  rock  fragments 
with  water.  The  larger  the  mineral  fragments  the  more  rapid  the 
separation,  since  they  present  less  surface  in  proportion  to  their  mass. 
But  it  is  necessary  for  them  to  be  so  small  that  they  may  each  consist 
of  a  single  kind  of  mineral.  The  requisite  size  of  fragment  is  to  be 
determined  by  the  size  of  the  crystals  to  be  investigated  and  also 
by  the  amount  and  distribution  of  inclusions  of  other  minerals  when 
present.  For  these  reasons  the  crushed  rock  should  be  sifted  through 
a  series  of  graded  sieves  in  order  to  assort  the  fragments  into  lots 
of  several  sizes  which  may  be  examined  to  determine  which  fulfills 
the  requirements  just  named.  When  more  than  one  kind  of  mineral 
is  to  be  separated  from  a  rock  each  is  to  be  considered  in  the  selec- 
tion of  fragments  of  proper  size. 

Owing  to  the  loss  of  the  material  in  fine  powder,  which  may  con- 
sist of  the  more  fragile  minerals  in  a  rock  and  may  not  represent 
the  average  composition  of  the  rock,  and  on  account  of  the  material 
made  up  of  fragments  of  adhering  minerals  which  must  possess 
specific  gravities  between  those  of  the  separate  minerals,  it  is 
not  possible  to  use  methods  of  mechanical  separation  as  means 
of  determining  accurately  the  relative  quantities  of  the  minerals 
in  a  rock.  This  can  be  determined  with  greater  accuracy  and  with 
less  effort  by  optical  measurement  in  thin  sections  of  most  kinds  of 
rocks.  Only  in  the  case  of  very  coarse-grained  rocks  could  the 
method  of  mechanical  separation  give  more  reliable  results.  It  may 
be  used  with  reasonable  accuracy  in  determining  quantitatively  the 
mineral  composition  of  coarse  pegmatites. 

In  general  it  is  only  necessary  to  proceed  far  enough  with  the 
operation  to  supply  the  requisite  amount  of  material  for  chemical 
analysis  or  for  other  purposes.  When  the  sifted  fragments  have  been 
washed  free  from  dust  they  may  be  separated  into  different  minerals 
by  means  of  specific-gravity  solutions,  by  an  electromagnet,  or  by 
chemical  means. 

Micaceous  minerals  may  be  separated  more  or  less  completely, 
or  concentrated,  by  allowing  the  fragments  containing  them  to 
roll  over  a  smooth  surface,  as  over  a  sheet  of  paper  or  glass.  The 
flat  scales  adhere  or  lodge  on  the  smooth  siuface,  while  the  other 
fragments  roll  off.    It  is  sometimes  advisable  to  separate  the  mica 


SPECIFIC-GRAVITY  SEPARATION.  25 

in  this  manner  before  introducing  the  fragments  into  a  heavy  solution 
in  which  the  mica  may  remain  in  suspension  for  a  long  time,  inter- 
fering with  the  separation  of  other  minerals. 

Specific^gravity  Separation.  —  Minerals  that  differ  from  one 
another  appreciably  in  density  may  be  separated  by  assorting  them 
in  a  current  of  water  or  by  letting  them  settle  or  float  in  a  liquid 
of  nearly  their  own  density. 

In  Water. — Separation  in  a  current  of  water  is  the  process  famil- 
iarly known  as  washing,  as  gold  is  washed  from  other  materials. 
It  is  applicable  to  cases  where  there  is  a  marked  difference  in  the 
density  of  the  minerals,  as  the  separation  of  cassiterite,  magnetite, 
pyrite,  chromite,  zircon,  rutile,  corundmn,  and  other  minerals  of  like 
density  from  quartz,  feldspar,  and  the  lighter  minerals.  The  process 
is  simple  and  needs  no  description;  by  repeating  it  the  separation 
becomes  more  perfect.  It  may  be  accomplished  by  various  devices 
according  to  the  convenience  or  ingenuity  of  the  operator.  By 
controlling  the  force  of  the  current  in  an  upright  tube  it  is  possible 
to  separate  minerals  differing  but  little  in  density,  but  the  shape 
and  size  of  the  fragments  become  relatively  greater  factors  in  such 
cases.  The  extreme  instance  is  that  of  mica,  or  a  micaceous  mineral, 
which  in  thin  flakes  offers  a  great  surface  as  compared  with  the 
mass  and  is  readily  floated  off  in  a  current. 

In  Heavy  SoliUiona. — By  placing  mineral  fragments  in  a  solution 
whose  density  is  greater  than  that  of  one  mineral  and  less  than  that 
of  another  they  may  be  separated  by  the  floating  of  the  lighter  and 
the  sinking  of  the  heavier  mineral.  A  number  of  heavy  solutions 
have  been  employed  for  this  purpose.  They  are  described  in  the 
section  on  relative  density. 

Having  previously  studied  the  rock  or  the  mixture  of  minerals 
to  be  separated,  the  specific  gravity  of  the  solution  to  be  used  is 
known  approximately.  The  concentrated  heavy  solution  with  maxi- 
mum density  is  diluted  to  the  required  density,  which  is  tested  most 
conveniently  by  means  of  crystals  whose  specific  gravity  is  known; 
one  nearest  and  higher  than  the  required  density  being  floated  in 
the  solution,  which  is  diluted  slowly  until  the  crystal  remains  in 
any  part  of  it  without  rising  or  sinking. 

Mineral  indicators  may  be  prepared  by  carefully  determining  the 
specific  gravity  of  selected  crystals,  and  keeping  them  for  the  use 
jtist  mentioned.  Since  the  specific  gravity  of  any  crystal  is  affected 
by  inclusions  of  other  substances,  it  is  necessary  to  determine  the 
density  of  each  particular  crystal  to  be  used  as  an  indicator,  and 
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not  assume  it  to  be  the  same  as  that  of  another  crystal  of  the  same 
mineral  from  the  same  locality.  The  accompanying  list  of  minerals 
is  given  to  guide  one  in  selecting  material  for  indicators: 


Sulphur 2.05  -2.09 

Chabazite 2.08  -2. 16 

Opal 2.1     -2.2 

Heulandite 2.18  -2.22 

Analcite 2.22  -2.29 

Apophyllite 2.3    -2.4 

Gypeum 2.314-2.328 

Obsidian  (rhyolitic) 2.344-2.36 

Leucite 2.45-2.50 

Adularia 2.56  -2.57 

Nephelite.   2.65-2.65 

Albite 2.62  -2.65 

Quartz  (Herkimer) 2.660 

Labradorite 2.69  -2.70 

Beryl 2.69  -2.70 

Calcite 2.713-2.723 

Wollastonite 2.8    -2.9 

Prehnite 2.8    -3.0 

Aragonite 2.93  -2.95 

Tremolit€ 2.93  -3.03 


Tourmaline 2.98  -3 . 20 

Fluorite 3.180-3.189 

Apatite 3.17  -3.23 

Diopside 3. 19  -3.28 

Epidote 3.25  -3.5 

Axinite 3.27-3.29 

Vesuvianite 3.3    -3.44 

Titanite 3.4     -3.56 

Topaz 3.4     -3.65 

Acmite 3.60  -3.55 

Grossularite  (Wakefield).  3.525 

Spinel 3.62  -3.58 

Staurolite 3.65  -3.75 

Andradite 3.73  -3.85 

Siderite 3.83  -3.88 

Corundum 3.95-4.10 

Almandite  (Ft.  Wrangel)  4.093 
Willemite  (New  Jersey). .  4.11  -4.19 
Zircon 4.2     -4 .86 


In  any  case  the  actual  density  of  the  heavy  solution  may  be 
determined  by  the  Westphal  balance  (p.  95)  upon  removing  a 
small  portion  of  the  solution  to  another  vessel. 

The  minerals  heavier  than  the  solution  settle  to  the  bottom  and 
may  be  removed,  those  that  float  may  be  separated  by  still  further 
diluting  the  solution  until  another  mineral  settles,  and  so  on. 

The  separation  is  conveniently  accomplished  by  means  of  spe- 
cially constructed  apparatus,  but  may  be  performed  in  a  simple 
vessel  with  more  or  less  inconvenience  caused  in  removing  the  float- 
ing material  which  commonly  adheres  to  the  sides  of  the  vessel  con- 
taining the  heavy  solution. 

The  most  convenient  apparatus  for  general  use  with  solutions 
at  ordinary  temperatures  is  one  devised  by  Harada  ^  and  modified 
by  Brogger^  (Fig.  1).  It  consists  of  a  glass  vessel  closed  at  the 
top  by  a  ground-glass  stopper,  and  having  two  glass  cocks,  one  near 
the  middle  and  the  other  near  the  lower  end.  When  the  lower  one 
of  these  is  shut  a  heavy  solution  of  nearly  the  required  density  is  placed 
in  the  vessel,  and  the  mineral  fragments  are  introduced  into  it.    When 


»Neues  Jahrb.,  BB.  I.,  1881,  p.  457. 

» Geol.  F6ren.  in  Stockholm  F6rhdl.,  7,  1884,  p.  417. 


SPECIFIC-GRAVITY  SEPARATION. 


27 


the  stopper  b  in  place  the  whole  is  thoroughly  shaken  and  allowed 
to  stand  until  the  heavier  material  has  settled  and  there  is  a  space 
of  clear  liquid  between  it  and  the  floating  material  (Fig.  la).  The 
middle  cock  is  then  closed,  and  the  apparatus  shaken  thoroughly 
in  order  to  further  the  separation  of  the  previously  separated  por- 
tions in  the  two  parts  of  the  solution,  because  in  most  cases  neither 
is  entirely  free  from  other  material,  a  small  amount  of  the  lighter 
being  carried  down  by  the  heavier,  and  some  of  the  heavier  being 
kept  up  by  the  lighter.  After  the  second  shaking  the  vessel  is  placed 
upside  down,  as  in  Fig.  16.  When  the  separation  has  taken  place 
in  the  two  parts  of  the  heavy  solution  the  vessel  is  slowly  tilted  so 
that  the  heavy  and  light  minerals  change  places  (Fig.  Ic).     When 


Fio.  la. 


Fia.  Ic. 


the  light  material  in  the  lower  portion  and  the  heavy  materia.'  in  the 
upper  have  just  reached  the  middle  cock  it  is  turned  s'pwly,  letting 
the  heavy  and  light  materials  pass  one  another  without  mingiinR. 
When  they  have  passed  into  the  lower  and  upper  portions  of  the 
vessel  the  middle  cock  is  closed  and  the  operation  repeated  if  it  is 
thought  the  separation  is  not  complete.  Afterwards  the  heavy 
material  is  drawn  from  the  lower  portion  through  the  bottom  cock. 

The  mineral  so  separated  is  removed  from  the  heavy  solution, 
which  is  filtered  and  concentrated  for  future  use.  The  mineral  frag- 
ments are  washed  and  after  drying  are  examined  to  see  whether 
they  contain  fragments  of  other  minerals,  which  are  not  infrequently 
found  adhering  to  the  principal  mineral.     If  these  are  few  in  quid- 
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ber  they  may  be  removed  by  hand.  Otherwise  the  fragments  should 
be  reduced  in  size  and  the  whole  process  repeated. 

When  solutions  are  used  that  require  heating  to  produce  liquidity 
a  form  of  apparatus  devised  by  Coutollence  and  modified  by  Pen- 
Seld  is  found  convenient.*  It  is  shown  in  section  about  one  third 
natural  size  in  Fig.  2.  The  best  solution  to  use  is 
thallium- mercuro-nitrate,  which  attains  a  max- 
imum density  of  5.3  at  76°  C.  This  solution  is 
quite  fluid  when  concentrated  and  may  be  diluted 
to  any  extent  with  water. 

As  described  by  Penfield,  the  glass  tube  b, 
about  20  cm.  long  by  2.2  cm.  internal  diameter, 
is  narrowed  below  and  fitted  with  well-ground 
joints  to  the  cap  c  and  the  hollow  stopper  a. 
These  parts  fit  loosely  in  a  large  test-tube  d. 
For  holding  and  heating  the  apparatus  it  may 
be  placed  in  a  metal  test-tube  holder  and  set  in 
a  tall  beaker  filled  with  hot  water. 

In  order  to  make  a  separation  the  heavy  solu- 
tion is  first  melted  in  a  dish  on  a  water-bath 
and  diluted  until  it  has  approximately  the  specific 
gravity  of  the  minerals  to  be  separated,  but  a  lit- 
tle higher.  The  stopper  a  is  removed,  the  ap- 
paratus wanned  and  about  half  filled  with  the 
solution.  The  mineral  fragments  are  added  and 
thoroughly  mixed,  which  may  be  accomplished  by 
blowing  air  through  a  small  glass  tube.  Water 
^'°'  ^'  is  then  added  little  by  little  until  the  desired 

density  is  obtained  and  a  certain  mineral  sinks  to  the  bottom. 
In  order  to  remove  this  the  stopper  a  is  warmed  and  inserted,  when 
the  cap  c  is  withdrawn  and  the  contents  washed  out  with  warm 
water.  Upon  replacing  the  cap  and  diluting  the  solution  further 
other  minerals  may  be  separated.  When  larger  amounts  are  to  be 
separated  a  large  cap  tf  may  be  used. 

The  advantage  of  this  solution  over  the  Sonstadt-Thoulet  solution 
is  its  higher  specific  gravity,  which  is  as  high  as  that  of  hematite. 
But  it  has  the  disadvantage  that  ite  specific  gravity  cannot  be  easily 
determined  by  means  of  the  Westphal  balance.  Since  its  density 
changes   with   its  temperature,  the  determination  should  be  made 

■  Am.  Jour.  Uri..  50,  1895,  p.  446. 
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within  the  tube  6  of  the  separating  apparatus  at  the  time  of  the 
separation.  Other  forma  of  apparatus  are  described  by  Rosenbusch 
and  wolfing  in  their  work  on  the  rock-making  minerals.' 

W.  J.  Solias  ^  employs  a  graduated  tube  in  which  layers  of  methy- 
lene-iodide,  having  successively  lower  specific  gravities,  are  super- 
imposed. Rock  fragments  prepared  as  already  described  are  intro- 
duced and  allowed  to  settle  to  their  respective  places  in  the  column. 
From  the  distribution  and  amount  of  the  fragments  in  various  layers 
an  estimate  of  the  relative  proportions  of  the  different  minerals  is 
obtained.  The  method,  however,  is  subject  to  considerable  error 
and  is  less  accurate  than  optical  methods  of  measurement  of  the 
relative  quantities  of  the  constituents  of  a  rock. 


Fio.  3. 

Separation  by  Electromagnet. — Metallic  minerals  that  are  mag- 
netic and  minerals  inclosing  magnetic  minerals  may  be  separated 
from  noD-magoetic  minerals  by  means  of  an  ordinary  magnet  passed 
over  fragments  spread  upon  paper.  But  other  iron-bearing  min- 
erals which  do  not  ordinarily  exhibit  magnetism  may  be  attracted 
to  a  strong  electromagnet.    Their  power  of  attraction  is  not  directly 

'  Hikroskopiacbe  Pfaj'siograpbie  der  Mineralien  und  Geateine,  4th  ed.,  Vol.  I, 
Part  I,  p.  422.    Stuttgart,  1B04. 

*Qi»rt.  Jour.  Geol.  Soc.,  £8,  ]£02.  p.  163. 
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proportional  to  the  percentage  of  iron  present.  It  varies  with  differ- 
ent iron-bearing  minerals,  which  may  be  separated  from  one  another 
by  varying  the  strength  of  the  electromagnet,  or  more  conveniently 
by  changing  the  distance  between  the  poles  of  the  magnet.  For 
this  purpose  they  may  be  provided  with  movable  bar?,  one  end  of 
each  having  a  point  projecting  at  ;*ight  angles,  as  shown  in  Fig.  3 
(after  Rosenbusch  and  Wiilfing).  The  bars  are  fastened  by  screws 
to  the  poles  of  the  magnet.  ^Mineral  fragments  are  brought  in 
contact  with  these  points,  to  which  the  more  magnetic  adhere.  When 
the  others  are  withdrawn  those  adhering  may  be  dropped  into  a 
receptacle  by  breaking  the  current.  By  repeating  this  operation 
a  number  of  times  the  separation  becomes  more  perfect. 

Separation  by  Chemical  Means. — When  minerals  that  occur 
together  in  a  rock  are  differently  acted  on  by  any  acid  it  is  often 
possible  to  dissolve  or  decompose  one  without  affecting  the  other. 
It  is  only  necessary  to  consider  the  behavior  of  the  minerals  with 
respect  to  different  reagents  and  conduct  the  operation  accordingly. 

Most  silicates  may  be  separated  from  carbonates  by  dissolving 
the  latter  in  weak  acids.  The  silicates  not  easily  attacked 
by  hydrochloric  acid  may  be  separated  from  those  that  are  easily 
attacked. 

Hydrofluoric  acid  acts  upon  the  silicates  and  quartz  with  suffi- 
cient difference  to  permit  of  the  separation  of  the  less  readily  attacked 
mineral.  When  to  the  concentrated  acid  mineral  fragments  are 
added  rapidly  enough  to  produce  a  considerable  rise  of  tempera- 
ture, but  not  so  as  to  produce  ebullition,  they  will  be  attacked  in 
a  definite  order;  so  that  by  interrupting  the  operation  by  adding 
water  in  sufficient  amount  one  constituent  or  more  may  be 
removed,  leaving  the  others  unattacked.  The  fragments  should  be 
constantly  stirred  during  the  operation.  The  first  to  be  decom- 
posed is  rock  glass,  when  present.  So  that  by  properly  timing  the 
process  the  crystals  in  a  glassy  rock  may  be  separated  from  the  glass 
base.  They  will  at  first  be  coated  or  accompanied  by  a  jelly,  which 
may  be  removed  by  washing  and  rubbing  with  the  fingers,  while 
the  jelly  is  wet,  or  after  it  has  been  dried  to  a  powder.  The  minerals 
are  attacked  in  the  following  order:  feldspars  and  feldspathic  minerals, 
leucite,  nephelite,  sodalites,  quartz,  and  lastly  the  ferromagnesian 
minerals,  pyroxenes,  amphiboles,  olivines,  etc.  Hydrofluoric  acid  may 
also  be  used  with  hydrochloric  or  sulphuric  acids  for  the  more  rapid 
isolation  of  the  least  soluble  minerals,  such  as  zircon,  rutile,  spinel, 
tourmaline,  etc. 
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In  all  cases  the  material  separated  for  chemical  analysis  should 
be  thoroughly  washed  and  freed  from  adhering  matter  before  being 
submitted  to  analysis. 

Chemical  Investigation  of  Rock  Sections. — There  are  some  cases  in 
which  it  is  desirable  or  necessary  to  make  a  chemical  test  directly 
on  the  rock  section,  when  optical  tests  are  indecisive.  But  with 
constant  improvements  in  optical  methods  such  cases  are  becoming 
fewer,  as  already  remarked. 

Tests  may  be  made  to  determine  the  solubility  of  a  mineral  in 
section;  its  mode  of  decomposition  in  acid,  as  the  formation  of 
gelatinous  silica;  the  presence  of  one  or  more  chemical  constituents 
that  may  be  characteristic,  as  by  the  liberation  of  carbon  dioxide, 
or  the  precipitation  of  a  compound  of  iron,  chlorine,  etc.  Changes 
which  take  place  upon  ignition  may  be  characteristic,  indicating  the 
presence  of  water  of  crystallization,  or  of  ferrous  iron,  etc. 

In  certain  cases  it  may  be  advisable  to  remove  soluble  constitu- 
ents that  cloud  the  other  minerals  and  interfere  with  their  optical 
study,  as  when  a  rock  is  clouded  with  minute  particles  of  iron 
oxide,  carbonaceous  matter,  or  carbonates. 

Preparation  of  Sections  for  Investigation. — ^If  a  section  is  to  be 
examined  chemically,  it  is  necessary  to  expose  a  surface  of  mineral 
free  from  Canada  balsam,  either  by  removing  balsam  already  present, 
or  by  not  covering  the  rock  section  in  the  first  instance. 

If  the  rock  section  is  prepared  especially  for  chemical  study,  the 
upper  surface  after  final  grinding  is  left  free  and  is  washed  clean. 
It  is  not  necessary  to  polish  the  surface,  unless  for  optical  purposes, 
for  the  rougher  surface  exposes  a  greater  area  to  the  chemical  reagent 
than  an  even  surface.  In  case  a  limited  portion  of  the  rock  section 
is  to  be  exposed  to  chemical  action  the  remainder  must  be  covered 
with  balsam.  This  may  be  done  by  applying  the  balsam  carefully 
to  the  parts  to  be  covered  up  and  leaving  the  rest  free  from  it;  or 
the  whole  surface  may  be  covered  with  balsam,  and  the  part  to  be 
attacked  chemically  may  be  exposed  by  removing  the  balsam  from 
it  with  alcohol  or  ether  applied  with  a  properly  sized  brush  or  a 
pointed  stick.  Afterwards  the  surface  is  washed  with  water  until 
the  mineral  is  clean.  This  operation  may  be  more  definitely  and 
readily  localized  by  covering  the  whole  section  with  a  cover  glass  in 
which  a  hole  has  been  made  of  the  proper  size,  which  is  placed  directly 
over  the  crystal  to  be  tested.  The  balsam  is  then  removed  as  just 
described.  Cover  glasses  may  be  prepared  for  this  purpose  by  coat> 
ing  them  with  wax  and  uncovering  so  much  as  is  needed  for  an  open- 
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ing,  which  is  made  by  dissolving  the  glass  with  hydrofluoric  acid; 
afterwards  the  wax  is  removed. 

In  case  the  rock  section  is  to  be  heated  to  redness  it  is  removed 
from  the  glass  on  which  it  was  mounted  for  grinding,  freed  from 
balsam  on  both  sides  by  alcohol  or  ether,  and  washed. 

Chemical  Tests. — The  determination  of  the  relative  solubility  of 
minerals  may  be  made  by  applying  a  drop  of  reagent  of  the  required 
strength  and  permitting  it  to  act  for  any  given  length  of  time  and 
at  low  temperature,  or  at  higher  temperature,  below  the  melting- 
point  of  balsam.  The  changes  that  may  take  place  in  the 
optical  behavior  of  the  mineral  may  be  noted  with  a  microscope. 
If  there  is  danger  of  the  acid  affecting  the  lens,  the  acid  may 
be  removed  before  optical  examination  or  a  longer-focussed  lens 
employed. 

When  solution  takes  place  with  evolution  of  gas  the  action  may 
be  watched  and  its  locality  noted  by  covering  the  exposed  surface 
with  a  film  of  water  and  a  glass  cover,  and  applying  weak  acid  at 
the  edge  of  the  cover  glass  and  allowing  it  to  diffuse  slowly  over 
the  mineral  or  rock  surface.  When  decomposition  takes  place  with 
the  separation  or  precipitation  of  a  compound  it  is  desirable  to  limit 
this  deposit  to  the  surface  of  the  mineral  from  which  it  originates. 
This  is  accomplished  by  causing  the  reaction  to  take  place  with  as 
little  diffusion  as  possible,  since  this  tends  to  spread  the  precipitate 
over  the  surface  of  other  minerals.  For  this  reason  as  thin  a  film  of 
the  reagent  as  possible  is  employed,  and  the  strength  should  be  such 
as  to  produce  the  most  rapid  rate  of  decomposition.  It  is  also  advan- 
tageous to  add  the  reagent  a  little  at  a  time. 

When  the  separated  compound  is  not  readily  noticeable  optically, 
on  accoimt  of  being  colorless  and  isotropic,  as  is  the  case  with 
gelatinous  silica,  or  when  its  presence  does  not  affect  appreciably  the 
optical  behavior  of  the  mineral  beneath  it,  it  may  be  rendered  more 
noticeable  by  staining.  This  may  be  done  by  carefully  washing  the 
surface  of  the  section  with  running  water  to  remove  the  chemical 
reagent  without  disturbing  the  deposit  of  silica  or  other  compound, 
and  appl3ring  a  staining  liquid,  as  an  aniline  color,  which  is  allowed 
to  penetrate  the  finely  divided  material  of  the  precipitate,  which 
remains  colored  after  the  excess  of  staining  liquid  is  rapidly  washed 
away. 

When  a  chemical  reaction  in  the  precipitate  may  be  brought 
about  that  will  produce  a  characteristic  coloring,  this  may  be  used 
not  only  to  show  the  presence  of  the  precipitate,  but  to  determine 
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its  character,  as  when  a  colorless  iron-bearing  compound  is  changed 
into  a  characteristically  colored  one. 

When  it  is  desired  to  determine  the  presence  of  one  or  more 
characteristic  elements  or  compounds  in  a  mineral  in  a  rock  section, 
the  mineral  is  exposed  to  the  action  of  the  proper  reagent  and  the 
test  made  in  the  solution  or  the  precipitate  when  present,  as  the 
case  may  be.  The  solution  may  be  tested  directly  as  it  is  obtained 
on  the  rock  section,  or  it  may  be  removed  by  means  of  a  fine  capillary 
tube  easily  prepared  by  drawing  thin  a  glass  tube.  It  may  be  trans- 
ferred to  a  watch  glass  and  tested.  Some  of  the  reactions  that  may 
be  employed  are  described  below. 

As  already  said,  there  are  few  instances  in  which  an  appeal  to 
chemical  tests  in  the  determination  of  the  minerals  in  rock  sections 
is  needed,  for  in  most  cases  the  optical  properties,  or  these  in  con- 
nection with  the  mode  of  occurrence,  of  a  mineral  are  sufficient  to 
place  its  identification  beyond  reasonable  doubt.  In  certain  cases 
in  which  a  chemical  test  is  desirable  and  the  crystals  are  insoluble 
in  ordinary  acids  in  thin  sections,  they  must  be  separated  and 
tested  by  the  usual  methods  of  qualitative  anal3rsis,  including  blow^ 
pipe  tests.  For  such  cases  the  student  is  referred  to  text-books  on 
determinative  mineralogy,  especially  to  the  works  of  S.  L.  Penfield.^ 

Special  Reaciions. — ^The  special  microchemical  methods  devised  for 
testing  minute^  quantities  of  minerals  are  valuable  in  exceptional 
cases,  and  in  the  hands  of  a  chemist  may  be  foimd  advantageous  in 
the  determination  of  minerals  whose  optical  characters  are  unknown. 
Tl)ey  are  so  seldom  needed  in  the  study  of  rocks  that  they  are  not 
described  in  this  book,  but  may  be  found  in  the  works  of  Behrens, 
Boficky,  Streng,  Bourgeois,  and  others.  A  complete  bibliography 
of  the  subject  may  be  found  in  Rosenbusch-Wiilfing's  work  already 
cited.2  The  more  recent  and  comprehensive  treatises  are  the  fol- 
lowing: 

Mikrochemische    Technik.    H.    Behrens.    Hamburg-Leipzig,     1900. 

pp.  68. 
Kurze  Anleitung  zur  mikroskopischen  Krystallbestimmung.    J.  L.  C. 

Schroeder  van  de  Kolk.    Wiesbaden,  1898.     pp.  58. 
Analyse  microchimique.     L.  Bourgeois.     Paris,  1892.     pp.  14. 

'  Bnifih-Penfield.  Determinative  Mineralogy  and  Blowpipe  Analysin,  15th 
ed.  New  York.  Endlich,  F.  M.  Manual  of  Qualitative  Blowpipe  Analysis  and 
Determinative  Mineralogy.  New  York,  1892.  Dana,  E.  S.  Text-book  of  Min- 
eralogy.   New  York,  1902. 

*  Loc.  cit.,  Part  I,  p.  435. 
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There  are,  however,  certain  reactions  which  are  necessary  and 
may  be  applied  to  the  examination  of  rock  sections.  They  are  those 
by- which  the  carbonates,  calcite,  dolomite,  magnesite,  and  siderite, 
and  the  silicates,  sodalite,  haiiynite,  and  noselite,  maybe  distinguished 
from  one  another. 

The  carbonates,  calcite,  dolomite,  magnesite,  and  siderite,  may  be 
distinguished,  so  far  as  is  possible  qualitatively,  since  they  grade 
into  one  another  by  isomorphous  mixture  of  calcium,  magnesium, 
and  iron  carbonates,  by  noting  their  different  behavior  toward 
acids  as  well  as  the  relative  abundance  of  their  constituent  basic 
metals. 

Calcite  dissolves  in  acetic  acid  with  strong  evolution  of  carbon 
dioxide,  while  dolomite  is  attacked  but  slowly  by  the  cold  acid. 
The  difference  of  behavior  may  be  increased  by  adding  to  dilute 
acetic  acid  ammonium  phosphate,  which  precipitates  magnesium 
phosphate  on  the  surface  of  the  attacked  crystal,  thus  interfering 
with  the  further  solution  of  the  crystal.  This  takes  place  when 
there  is  10  or  15  per  cent,  of  MgCOs  in  calcite. 

The  rate  at  which  the  operation  effects  the  stoppage  of  the  decom- 
position depends  on  the  strength  of  the  solution  and  the  amount 
of  MgCOa  in  the  crystal.  The  proportion  of  ammonium  phosphate 
to  acetic  acid  to  water  employed  by  G.  Linck  ^  is  2 :  3 :  10. 

Another  method  depends  upon  the  greater  precipitation  of  alu- 
mina from  a  solution  of  aluminium  chloride  upon  the  more  rapidly 
decomposed  mineral.  By  introducing  coloring  matter  into  the  solu- 
tion this  shows  itself  in  the  precipitate  after  the  colored  solution 
has  been  washed  away.  Such  a  solution  has  been  made  by  J.  Lem- 
berg  2  with  4  parts  of  aluminium  chloride  (dry),  6  parts  of  logwood, 
and  60  parts  of  water,  which  is  boiled  for  half  an  hour,  with  the 
addition  of  the  amount  of  water  lost  by  evaporation.  The  solu- 
tion, placed  on  a  section  containing  calcite  and  dolomite  for  five 
or  ten  minutes,  deposits  a  violet  coating  on  the  calcite  but  not  on 
the  dolomite,  the  coating  on  the  calcite  appearing  after  the  solu- 
tion has  been  washed  away. 

Magnesite  is  not  acted  on  by  cold  hydrochloric  acid,  and  the 
solution  in  hot  acid  contains  no  calcium  or  but  little.  The  test  for 
calcium  may  be  made  by  adding  to  the  solution,  which  has  been 
removed  from  the  rock  section  to  a  watch  glass,  a  small  amount  of 


*  Inaug.  Dissert.  Strassburg  in  Els.,  1884,  17. 

>  Zeitsch.  d.  deutsch.  geol.  Gesell.,  40,  1888,  p.  357. 
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dilute  sulphuric  acid,  which  precipitates  hydrous  calcium  sulphate 
in  the  form  of  gypsum  crystals.  If  there  is  but  little  calcium  present, 
the  sulphate  may  remain  in  solution  until  the  evaporation  of  the 
liquid  causes  it  to  crystallize  in  gypsum  crystals  with  characteristic 
shapes. 

SiderUe  is  acted  on  slowly  by  cold  acids,  but  is  completely  dis- 
solved by  hot  hydrochloric  acid.  The  presence  of  iron  in  the  mineral, 
which  is  in  the  ferrous  state,  may  be  determined  by  adding  to  the 
solution  potassium  ferricyanide,  resulting  in  the  precipitation  of 
ferrous  ferricyanide  having  a  deep-blue  color.  If  to  the  solution 
containing  iron  chloride  is  added  ammonium  sulphide,  there  is  pre- 
cipitated iron  sulphide  which  is  black.  The  precipitate  may  be 
deposited  by  covering  the  rock  section  with  a  thin  film  of  dilute 
hydrochloric  acid  to  which  has  been  added  a  little  of  either  of  the 
reagents  just  named.  The  carbonates  containing  iron  will  be  coated 
with  a  blue  or  black  precipitate  according  to  the  reagent  used. 

The  silicates  sodalite,  hauynite,  noselite,  and  analcite  are  decom- 
posable in  acetic  or  nitric  acids  with  the  separation  of  gelatinous 
silica.  The  chemical  distinctions  rest  on  the  presence  of  chlorine 
in  sodalite,  and  its  absence  from  the  other  minerals;  also  on  the 
presence  of  sulphur  in  hauynite  and  noselite,  and  the  presence  of 
calcium  in  hauynite  and  its  absence  from  noselite  or  its  presence 
in  extremely  small  amounts. 

The  presence  or  absence  of  chlorine  may  be  determined  by  expos- 
ing the  surface  of  the  minerals  to  be  tested  to  very  dilute  nitric  acid 
containing  a  very  little  silver  nitrate.  The  mineral  containing  chlo- 
rine will  be  coated  with  gelatinous  silica  clouded  with  silver  chloride. 
A  similar  test  may  be  made  with  other  reagents.  The  presence  of 
sulphur  and  calcium  may  be  determined  by  allowing  the  gelatinous 
silica  obtained  by  the  decomposition  of  the  mineral  in  hydrochloric 
acid  to  dry,  when  crystals  of  gypsum  will  form  according  to  the 
amount  of  calcium  present. 

The  presence  of  sulphur  in  the  absence  of  calcium  may  be  deter- 
mined by  subjecting  the  crystal  surface  to  the  action  of  dilute  acetic 
or  hydrochloric  acid  containing  a  little  barium  chloride.  When  sul- 
phur is  present  barium  sulphate  will  be  precipitated  in  crystals  with 
orthorhombic  symmetry. 

The  test  for  magnesium  by  ignition  with  a  solution  of  cobalt  nitrate 
may  be  used  to  identify  talc  when  indistinguishable  from  muscovite. 
Upon  being  heated  to  redness  with  cobalt  nitrate,  talc  assumes  a 
light  pink  or  flesh  color. 
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Some  aluminium  minerals  may  be  tested  similarly  for  aluminium, 
becoming  blue.  But  the  reaction  is  only  applicable  to  minerals  that 
are  not  fused  at  this  temperature,  for  glasses  generally  assume  a 
blue  color  when  fused  with  cobalt  nitrate 

Carbonaceous  matter  and  graphite  may  be  detected  and  also  re- 
moved from  a  rock  section  by  heating  it  to  redness.  When  they  are 
mingled  with  iron  oxide  it  is  necessary  to  treat  the  section  with 
acid  to  dissolve  the  iron  oxide,  the  two  processes  being  repeated 
several  times  if  it  is  desired  to  remove  them  completelv- 


CHAPTER  II. 
PHYSICAL  PRINCIPLES  AND  CHARACTERS  IN  PART. 

The  physical  properties  of  a  crystal  must  be  dependent  in  the 
first  instance  on  the  chemical  composition  of  the  crystal,  more  specific- 
ally on  the  chemical  constitution,  or  atomic  structure,  of  the  physical 
molecule  of  the  crystal,  and  to  a  larger  extent  on  the  arrangement 
of  these  molecules  in  the  crystal,  that  is,  on  the  molecular  structure. 

If  the  atoms  of  the  component  elements  be  supposed  to  have 
a  definite  arrangement  in  a  molecule,  and  the  molecules  have  a  defi- 
nite arrangement  in  a  cr3rstal,  then  the  atoms  of  the  elements  in  a 
crystal  must  have  a  definite  arrangement,  so  that  the  conception 
of  a  molecular  structure  in  a  crystal  involves  that  of  an  atomic  struc- 
ture, to  either  of  which  may  be  referred  the  characteristics  of  the 
physical  properties. 

The  extent  to  which  this  relationship  is  demonstrable  differs  with 
the  kind  of  physical  property;  and  with  some  the  dependence  is  more 
clearly  on  the  chemical  composition,  with  others  more  evidently 
on  the  molecular  structure.  An  example  of  the  first  group  is  the 
density^  which  is  closely  related  to  the  chemical  composition,  but  not 
rigidly,  since  the  same  substance  or  compound  in  different  modes 
of  crystallization  has  different  densities.  An  example  of  the  second 
group  is  the  hardness,  for,  while  appearing  to  depend  to  a  great  extent 
on  the  composition,  it  dififers  in  some  instances  most  remarkably  in 
different  kinds  of  crystals  of  one  substance,  as  in  diamond  and  graphite; 
in  other  instances  in  different  planes  in  one  and  the  same  homoge- 
neous crystal;  and  even  in  opposite  directions  in  the  same  plane 
of  one  cr3rstal,  as  in  the  basal  plane  in  calcite. 

Some  physical  properties  may  be  said  to  depend  directly  on  the 
physical  molecules  of  a  crystal  and  on  their  arrangement,  as  must 
be  the  case  with  the  density,  hardness,  elasticity,  cohesion,  crystal 
form,  and  mode  of  solution.  Of  these,  some  are  more  closely  related 
to  the  character  of  the  individual  molecule,  as  the  density;   others 
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more  particularly  to  the  molecular  arrangecoent,  as  the  crystal  form, 
more  properly  the  crystal  symmetry;  whereas  the  crystal  habit 
probably  bears  a  strong  relationship  to  the  individual  molecule. 

Other  physical  properties  are  less  directly  connected  with  the 
physical  molecules  of  a  crystal  and  with  their  arrangement.  This 
must  be  the  case  with  the  optical  properties  and  those  of  thermal 
radiation  and  conduction)  which  exhibit  higher  symmetry  than 
exists  in  the  arrangement  of  the  molecules  of  a  crystal.  Magnetic 
and  electrical  properties  are  closely  related  to  the  optical  and  thermal, 
but  the  electrical  are  more  closely  connected  with  molecular  arrange- 
ment, as  shown  by  pyroelectrical  phenomena. 

While  all  of  these  characters  and  relationships  are  essential  to  a 
comprehensive  understanding  of  the  nature  of  minerals  and  should 
be  known  to  the  petrographer,  they  are  not  all  equally  applicable 
to  the  study  of  rocks  and  for  this  reason  will  not  all  be  reviewed  in 
this  book.  Moreover,  one  of  them,  crystal  form,  is  so  important 
and  extensive  a  subject  by  itself  that  it  is  assumed  that  the  student 
has  acquired  familiarity  with  it  in  works  on  crystallography,  or  more 
general  works  on  mineralogy.  Only  so  much  of  these  groups  of 
physical  characters  will  be  discussed  in  this  connection  as  seems 
necessary  to  the  work  of  the  petr(^apher,  as  such,  or  to  a  clear 
understanding  of  the  methods  of  description  followed  in  this  book. 

It  seems  advisable  to  begin  with  a  brief  statement  of  the  theory 
of  the  molecular  structure  of  crystals,  and  of  some  fundamental 
concepts  of  symmetry  and  of  crystal  form  connected  with  it. 

Molecular  Structure  of  Crystals. — A  consideration  of  those  physical 
properties  dependent  on  direction  in  crystals  leads  to  the  conclusion 
that  any  point  within  a  crystal  is  physic- 
ally like  every  other  point  within  it; 
and  since  in  all  parallel  lines  the  physical 
properties  are  alike,  and  these  depend  on 
molecular  forces  along  such  lines,  it  fol- 
lows that  the  molecules  of  a  crystal 
must  be  similarly  spaced  and  oriented 
along  all  parallel  lines;  and,  further, 
parallel  planes  in  a  crystal  must  pass 
through  similarly  arranged  molecules  since 
parallel  planes  contain  parallel  lines.  Con- 
sequently a  crystal  must  be  built  up  of 
P™-  '■  molecules  so  arranged  as  to  present  a  r^u- 

lar  network  of  molecules,  or  of  similar  clusters  of  molecules,  such 
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that  parallel  lines  from  each  molecule  intersect  other  molecules  at 
like  distances.    A  simple  network  is  illustrated  in  Fig.  1. 

The  geometrical  possibilities  of  such  networks  have  been  dis- 
cussed with  reference  simply  to  the  location  of  the  molecules,  as 
points  in  a  system,  without  regard  to  the  possible  shape  or  polarity 
of  the  molecules,  and  by  successive  elaborations  of  the  systems  of 
points  it  has  become  possible  to  account  for  all  of  the  physical 
variations  observed  in  crystals  without  taking  into  account  the  pos- 
sible form  of  the  molecule.  This  conception  has  been  formulated 
gradually  by  Frankenheim,  Bravais,  Sohncke,  Schonflies,  Federow, 
and  others.^  The  most  general  statement  framed  by  Sohncke  ^  is 
that: 

A  crystal  consists  of  a  jBnite  number  of  interpenetrating  regular 
point  S3rstems,  Which  all  possess  like  and  like-directed  coincidence 
movements.  Each  separate  point  system  is  occupied  by  similar 
material  particles,  but  these  may  be  different  for  the  different  inter- 
penetrating partial  systems  which  form  the  complex  system. 

If  we  assume  that  each  separate  point  S3rstem  is  made  up  of  the 
atoms  of  one  element,  then  the  structure  may  be  termed  an  atomic 
structure,  and  a  molecule  of  a  crystal  or  chemical  compound  may 
be  assumed  to  be  such  a  cluster  of  the  different  atoms  as  represents 
their  arrangement  with  respect  to  one  another. 

In  the  most  complex  expression  of  the  theory  there  are  230  kinds 
of  point  systems  which  satisfy  the  conditions  imposed  upon  the 
problem  by  the  physical  phenomena  observed  in  crystals.  These 
230  may  be  grouped  in  32  classes  according  to  the  degree  of  sym- 
metry involved  in  each  point  system,  and  these  32  classes  may  be 
referred  to  7  axial  systems,  that  correspond  to  the  7  crystallographic 
systems  to  which  it  is  customary  to  refer  all  crystals. 

Crystal  Planes  and  Edges. — Physically  homogeneous  crystals  are 
conunonly  bounded  by  flat  planes  and  straight  edges.  The  crystal 
plane  corresponds  to  a  plane  of  molecules  in  a  point  system,  and 
the  edge  where  two  faces  meet  represents  a  line  of  molecules  in  the 
point  system  which  is  common  to  two  planes  in  the  system.  Crystal 
faces  or  planes  representing  like  arrangements  of  molecules  should 
be  physically  alike.    The  angles  between  intersecting  planes  depend 

^  See  the  statement  of  the  theory  in  Groth's  Physikalische  Krystallographie, 
etc,  alflo  the  bibliography  of  the  subject  in  Dana's  Text-book  of  Mineralogy, 
1902,  p.  22. 

'Zeits.  f.  Kryst.,  14,  431  et  seq.  See  also  Chemical  Crystallography,  by 
P.  Gioth;  translated  by  Hugh  Marshall,  p.  12.    New  York,  1906. 
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upon  the  character  of  the  molecular  arrangement  and  the  position 
of  the  planes  in  it;  they  should  therefore  be  definite  and  constant 
between  planes  similarly  situated  in  all  crystals  of  a  given  com- 
pound having  like  molecular  arrangement.  This  is  the  law  of  the 
constancy  of  interfacial  angles  between  homologous  planes  of  all 
crystals  of  a  given  kind,  and  of  a  given  compoimd. 

This  relation  is  illustrated  in  Fig.  2,  representing  one  plane  of 
molecules  in  a  simple  network.    The  intersecting  lines  represent 
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Fig.  2. 


traces  of  planes  differently  situated  in  the  network,  all  of  which 
are  normal  to  the  plane  ox-oy,  the  lines  of  molecules  along  ox  and 
ay  being  at  right  angles  to  one  another.  The  planes  h  and  V  are 
equally  inclined  to  a  and  a'.  They  are  each  equally  inclined  to  one 
plane  of  each  of  the  other  pairs  of  planes  that  have  like  molecular 
positions,  as  c,  c';  d,  df]  e,  e'. 

Since  molecules  in  parallel  lines  are  uniformly  spaced  with  respect 
to  one  another,  it  follows  that  the  angular  positions  of  two  or  more 
intersecting  planes  bear  regular  relations  to  one  another,  which  rela- 
tions when  expressed  in  terms  of  the  intersection  of  such  planes 
along  lines  of  molecules  taken  as  axes  of  reference,  coordinate  axes, 
ox,  ot/,  are  found  to  be  rational  ratios.  The  commonest  ratios  observed 
on  crystals  are  between  simple  small  numbers,  as  1 : 2,  1:3,  1:4,  2:3, 
3:4,  etc.    This  is  the  fundamental  law  of  the  rationality  of  the 
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indices,  or  ratios  of  the  intercepts  of  the  facial  planes  on  coordinate 
axes. 

This  relationship  is  illustrated  in  Fig.  3,  in  which  the  lines  a, 
h,  c,  df  e,  represent  the  traces  of  planes  having  different  molecular 
pos'itions  and  intersecting  the  axis  ox  at  the  distances  6,  12,  18,  24, 
30,  and  the  axis  oy  at  12.  The  ratios  of  the  intercepts  are:  x:y=l:2 
for  a,  1 :  1  for  6,  3 :  2  for  c,  2 :  1  for  d,  5 :  2  for  e.  It  is  apparent  also 
from  the  diagram  that  those  planes  with  the  simplest  ratios  of  the 
intercepts  will  be  the  commonest  because  in  them  the  molecules 
are  closer  together  than  in  planes  in  other  directions. 


Fio.  3. 

Crystaliographic  Axes. — The  coordinate  axes  to  which  the  planes 
of  a  crystal  may  be  referred  for  geometrical  description  w^ill  yield  the 
simplest  expressions  for  the  intercepts,  or  indices,  of  the  commonest 
faces  of  a  crystal  when  the  axes  coincide  with  lines  of  molecules  com- 
mon to  these  plane  faces,  that  is,  when  they  are  parallel  to  the 
edges  of  intersection  of  the  commonest  crystal  faces.  The  choice  of 
edges  for  coordinate  axes  is  further  controlled  by  the  symmetry  of 
a  crystal,  since  it  is  desirable  that  similar  faces  or  those  symmetric- 
ally alike  should  have  similar  indices,  that  is,  should  intersect  the 
cr3rstallographic  axes  similarly.  This  has  led  to  the  selection  of 
definite  directions  for  the  crystal  axes  in  crystals  of  certain  kinds 
of  symmetry. 

In  five  systems  of  the  seven  there  are  three  axes  of  reference, 
or  crystal  axes.  In  the  remaining  two  systems  it  is  customary  to 
employ  four  axes,  though  one  of  these  systems  could  be  referred  to 
three  axes.  And  in  some  methods  of  treatment  the  two  systems 
that  are  referred  to  four  axes,  since  they  are  in  the  same  position 
with  respect  to  one  another,  are  described  as  one  system  (the  hex- 
agonal), making  six  systems  instead  of  seven.  In  this  book  the 
seven  systems  are  recognized,  on  a  basis  of  the  symmetry. 
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In  the  most  general  case  the  three  axes  are  designated  by  the 
letters  a,  b,  c,  and  the  angles  between  each  two  of  them  hy  a,  fi,  f 
(Fig.  4),  the  angle  a  being  between  the  axes  b  and  c,  and  so  on. 

The  molecular  spacing  along  the  line,  or  axis,  a  is  not  necessarily 
the  same  as  that  along  the  line  b  or  c.  This  depends  upon  the  kind 
of  point  systems  to  which  a  crystal  belongs.  When  the  spacings 
on  the  three  axes  are  unlike  the  ratios  between  the  intercepts  are  not 
rational  numbers.  This  is  indicated  by  the  ratios  betw^een  the  inter- 
cepts of  a  plane  intersecting  the  three  axes  as  in  Fig.  5.  For,  accord- 
ing to  the  statement  already  made,  the  distance  of  the  intersection 
of  the  plane  with  a,  6,  and  c  may  be  considered  as  occurring  at  a 
distance  of  m  molecules  on  a,  n  molecules  on  6,  and  p  molecules  on  c. 
And  assuming  that  the  distance  between  successive  molecules  in 
each  axial  line  is  the  unit  of  linear  measurement  on  each  of  these 
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Fig.  5. 


axes,  and  designating  these  units  by  a,  b,  c,  then  the  intercepts  of  the 
plane  on  the  three  axes  are  r/wz,  n6,  pc.  Now  it  has  been  found  by 
measurements  of  the  angular  position  of  the  faces  of  a  crystal  that 
the  ratio  mairibipcia  not  rational  \mless  in  the  directions  of  the  axes 
a,  bf  c,  the  crystal  is  physically  the  same,  that  is,  has  like  molecular 
spacing  in  these  directions.  But  the  ratio  between  the  intercepts 
ma,  mia,  m^fl,  of  several  different  planes  with  one  crystal  axis  is 
rational.    Thus  the  ratio  maimia:  m2fl  is  rational. 

It  is  customary  to  select  the  intercepts  of  some  one  plane  inter- 
secting three  crystal  axes  as  units  of  length  on  these  axes  with  which 
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to  compare  the  intercepts  of  other  planes  on  the  same  crystal.  Such 
a  plane  is  called  the  unit  plane,  or  form,  and  the  ratio  between  the 
three  intercepts  is  given  as  the  unit  lengths  of  the  three  axes  a,  &,  c. 
Moreover  it  is  customary  to  reduce  this  ratio  so  that  one  member 
of  it  becomes  unity.  Thus  the  axial  ratio  in  albite  is  stated  as 
a:  6:  c  =  0.6335: 1 :  0.5577.  When  the  ratio  between  the  intercepts 
on  two  or  three  crystal  axes  is  rational,  the  axes  are  physically  alike, 
and  are  designated  by  the  same  letter,  a.  The  plane  then  chosen 
for  the  unit  of  comparison  is  one  cutting  similar  axes  in  a  like  man- 
ner, so  that  the  unit  lengths  on  such  axes  become  the  same,  and  are 
made  unity.  Thus  in  zircon  the  axial  ratio  is  a:a :c=l  :1 :0.64037. 
This  is  expressed  briefly  by  c = 0.64037.  When  all  three  axes  are  physic- 
ally alike  they  are  all  designated  by  a,  and  the  axial  ratio  is  a: a: a 
=  1:1:1,  which  need  not  be  stated,  the  name  of  the  system,  isometric, 
indicating  the  ratio  between  the  axes. 

Symbols — Indices. — There  are  several  methods  in  use  for  expressing 
the  position  of  a  crystal  plane  with  reference  to  the  axes  of  the  crystal. 
The  parameters  or  intercepts  on  each  axis  may  be  stated  as  multiples 
of  the  units  of  measurements  on  each  axis  as  mainbipc,  in  which 
m,  n,  and  p  may  be  whole  numbers  or  proper  fractions.  In  case 
any  parameter  is  a  fraction,  as  2a :  f6 :  3c,  the  expression  may  be 
reduced  to  whole  numbers  by  clearing  of  fractions,  as  4a :  36 :  6c, 
since  this  is  equivalent  to  moving  the  plane  parallel  to  itself,  which 
does  not  affect  its  angular  or  crystallographic  position.  Similarly 
any  expression  of  the  parameters  may  be  stated  in  the  form  of  frac- 
tions whose  numerators  are  unity,  as  Ja :  J6 :  Jc.  This  is  equivalent 
to  moving  the  plane  parallel  to  itself  nearer  to  the  center  of  the  crys- 
tal axes. 

The  denominators  3,  4,  2,  of  the  fractions  in  this  last  expression 
are  called  indices  of  the  plane  and  when  written  alone  342  are  known 
ns  the  Miller  symbol.  The  first  number  always  refers  to  a,  the 
second  to  6,  the  third  to  c.  They  may  be  obtained  by  taking  the 
reciprocals  of  the  parameters  in  the  expression  4a :  36 :  6c,  },  J,  J, 
and  clearing  of  fractions  by  multiplying  by  12.  The  Miller  symbols 
are  those  most  commonly  used,  and  are  employed  in  this  book. 

The  expression  of  the  parameters  in  the  form  mainbipc,  as 
4a :  3b :  6c,  is  known  as  the  Weiss  symbol.  It  has  been  abbreviated 
by  Naumann  by  first  reducing  it  to  a  form  in  which  the  parameter 
on  a  is  unity,  as  la:n6:7nc,  and  expressing  this  as  mPn;  the  pa- 
rameter on  the  vertical  axis  being  put  first,  and  that  on  the  b  axis 
last.    The  expression  4a  :3b  :6c  would  become  |Pf.    In  the  iso- 
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metric  system  P  is  replaced  by  0.  Naumann  symbols  are  used  in 
many  works  on  petrography,  especially  in  German,  but  they  are 
generally  accompanied  by  the  Miller  symbols.  Other  symbols  have 
been,  and  are,  employed  by  different  mineralogists  and  may  be 
found  described  by  Goldschmidt.*  A  few  examples  of  symbols  in 
the  three  systems  mentioned  will  be  sufficient  to  illustrate  their 
relations  to  one  another. 


Weiss. 

Naumann. 

Miller 

la  : 

26  :     3c 

3P2 

632 

la  : 

16  :     2c 

2P 

221 

la  : 

36  :     Ic 

P3 

313 

la  : 

oo6  :     2c 

2Poo 

201 

la  : 

36  :  xc 

00  P3 

310 

la 

:  oo6  :  Qoc 

xPoo 

100 

la 

:     16  :     Ic 

p 

111 

When  a  plane  intersects  an  axis  on  the  negative  side  it  is  indi- 
cated in  the  Miller  symbol  by  placing  a  negative  sign  over  the  proper 
index,  as  221,  312,  etc. 

Symmetry. — The  physical  properties  as  well  as  the  geometrical 
forms  of  crystals  exhibit  various  degrees  of  likeness  or  symmetry 
in  various  directions  which  are  characteristic  of  different  minerals. 
But  all  the  properties  of  any  crystal  do  not  exhibit  the  same  amount 
of  symmetry.  There  are  three  kinds  of  simple  symmetry  recognized 
in  crystals,  besides  several  kinds  of  compound  symmetry. 

(a)  With  respect  to  a  point:    a  cerUer  of  symmetry, 

(6)  With  respect  to  a  line:   an  axis  of  symmMry. 

(c)  With  respect  to  a  plane:   a  plane  of  symmetry, 

A  center  of  symmetry  is  a  point  through  which  a  line  in  any  direc- 
tion passes  through  like  points  on  a  geometrical  body.  Thus  the 
center  of  a  cube  is  a  center  of  symmetry 

An  axis  of  symmetry  is  a  line  about  which  two  or  more  planes  or 
physically  homologous  directions  in  a  crystal  are  similarly  and  uni- 
formly disposed,  so  that  by  rotating  them  about  the  axis  of  symmetry 
they  may  be  made  to  exactly  occupy  one  another's  previous  posi- 
tions. The  number  of  times  this  operation  of  coincidence  may  be 
accomplished  in  a  complete  rotation  of  360^,  when  the  original  posi- 
tion is  reached,  is  limited  to  four  possibilities:  (a)  a  twofold  rota- 
tion of  180°,  (h)  a  threefold  rotation  of  120°,  (c)  a  fourfold  rota- 
tion of  90°,  and  (d)  a  sixfold  rotation  of  60°. 

A  crystal  may  possess  more  than  one  axis  of  symmetry  and  more 

'  Index  der  Krystallfonnen  der  Mineralien,  3  vols.,  1886-1891. 
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'  than  one  kind  of  axis  of  rotation.  These  must  intersect  at  certain 
angles,  and  the  number  and  kinds  that  may  occur  together  are  hm- 
ited.  In  a  cube  the  normaU  to  the  center  of 
the  faces  are  fourfold  axes  of  rotation,  of 
which  there  are  three^  (Fig.  6);  the  diagonals 
through  the  center  connecting  the  comers  are 
threefold  axes,  of  which  there  are  four;  the 
diagonals  through  the  center  connecting  the 
middle  of  opposite  edges  of  the  cube  are 
twofold  axes  of  rotation,  of  which  there  are 
six.  Pio-  6. 

A  plane  of  symmetTy  is  one  that  divides  the  crystal  into  equal 
parts  so  placed  that  for  every  point  in  one  part  there  is  u,  correspond- 
ing point  on  the  opposite  side  of  the  plane  of  symmetry  along  a  line 
twrmal  to  this  plane.  In  Fig  7  the  line  ab  is  the  projection  of  a 
plane  of  symmetry  which  is  normal  to  (lie  plane  of  drawing  of  the 
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crystal  which  is  divided  symmetricalij'  by  it.  In  Fig.  8  the  line  ah 
is  the  trace  of  a  plane  dividing  another  crystal  into  equal  halves,  but 
it  is  not  a  plane  of  symmetry, 

A  crystal  may  possess  more  than  one  plane  of  symmetrj-  in  com- 
bination with  one  or  more  axes  of  symmetry.  In  a  cube  there  are 
Jiree  planes  of  symmetry  through  the  center  and  parallel  to  faces  of 
the  cube,  Fig.  9,  and  six  planes  of  symmetry  passing  through  the 
center  and  diagonally  opposite  edges.  Fig.  10. 

One  kind  of  compound  symmetry  combines  rotation  about  an 
axis  with  a  plane  of  symmetry  normal  to  it;   another  involves  a  en- 
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incidence  of  molecular  networks  by  their  translation  in  a  straight 
line;  a  third  combines,  this  translation  with  rotation  about  an  axis. 

A  Crystal  Form  in  crystallc^raphy  is  understood  to  be  all  of  the 
planes  corresponding  to  any  given  symbol  which  should  be  present 
in  order  to  satisfy  the  symmetry  of  the  crystal.  The  symbol  for  a 
crystal  form  is  the  symbol  for  one  face  placed  in  parenthesis,  as 
(210).  The  number  of  planes  that  may  be  present  in  a  complete 
form  varies  from  one  to  forty-eight.  Some  kinds  of  forms  com- 
pletely inclose  space,  others  do  not.  Several  kinds  may  occur  in 
combination  on  one  crystal. 

The  names  given  to  crystal  forms  differ  somewhat  with  different 
crystallographers,  as  well  as  the  method  of  designatii^  those  that 
bear  the  same  name,  but  have  dilTerent  crystaltt^rapbic  positions. 


Fro.  9.  Fro.  10. 

The  method  followed  in  this  book  is  that  of  Groth '  and  Federow,  and 
since  it  has  not  yet  come  into  general  use  it  is  advisable  to  state  it 
briefly  so  far  as  it  differs  from  other  methods.  It  has  the  advan- 
tages of  being  simple  and  uniform.  The  forms  may  be  described  in 
general  as  follows.- 

A  form  is  named  according  to  its  geometrical  shape  or  character 
irrespective  of  its  position  with  reference  to  the  crystal  axes,  with 
the  exception  of  dome  and  sphenoid,  two  names  for  the  same  shaped 
form: 

1.  Pedion,  a  form  composed  of  a  single  plane. 

2.  Pinacoid,  a  form  composed  of  a  pair  of  parallel  planes. 

3.  Dome,  a  form  consisting  of  two  planes  intersecting  in  a  plane 
of  symmetry. 

4.  Sphenoid,  a  form  consisting  of  two  planes  intersecting  on  an 
axis  of  symmetry  (twofold). 

5.  Bisphenoid,  a  form  composed  of  two  sphenoids  in  reveraed 
position  on  an  axis  of  symmetry,  and  not  parallel;  the  latter  case 
would  be  a  four-sided  prism. 

'P.  Grotb.     Phynikatische  KiyElallogiaphie.     I.«ipzig,  1895. 
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6.  Prism,  a  form  composed  of  three  or  more  planes  intersecting 
with  parallel  traces^  in  the  shape  of  a  prism. 

7.  Pyramid,  a  form  composed  of  three  or  more  planes  intersecting 
on  an  axis  of  symmetry  (threefold,  fourfold,  or  sixfold). 

8.  Bipyramid,  a  form  composed  of  two  pyramids  of  the  same 
kind  reversed  on  an  axis  of  symmetry  and  so  placed  that  they  meet 
one  another  in  one  plane,  which  will  be  perpendici|lar  to  the  prin- 
cipal  axis  of  symmetry. 

The  names  of  all  other  forms  are  those  in  common  use. 

The  mode  of  designating  the  position  of  pedions,  pinacoids, 
domes,  sphenoids,  bisphenoids,  and  prisms  with  respect  to  the  crystal 
axes,  a,  b,  c,  is  as  follows: 

A  form  cutting  the  first  axis  a  and  parallel  to  the  other  two 
IS  called  the  first  pedion  or  pinacoid,  (100);  that  cutting  the  second 
axis  b  and  parallel  to  the  other  two  is  the  second  pedion  or  pina- 
coid, (010);  that  cutting  the  third  axis  c  and  parallel  to  the  other 
two  is  the  third  pedion  or  pinacoid,  (001). 

A  form  parallel  to  the  first  axis  a  and  intersecting  the  other 
two  is  said  to  he  of  the  first  order — pedion,  pinacoid,  sphenoid,  dome, 
prism,  etc.,  (fikl);  one  parallel  to  the  second  axisb  only  is  of  the 
second  order,  (AW);  one  parallel  to  the  third  axis  c  only  \s  of  the 
third  order,  (hkO) ;  and  one  intersecting  all  three  axes  a,  b,  c  is  of 
the  fourth  order,  (hkl). 

Symbols  for  Pedions  and  Pinacoids, 

(100),  first  pedion  or  pinacoid,  cutting  the  first  axis  and  parallel 
to  the  other  two. 

(010),  second  pedion  or  pinacoid. 

(001),  third  pedion  or  pinacoid 

(fScl),  pedion  or  pinacoid  of  the  first  kind,  parallel  to  the  first 
axis  and  cutting  the  other  two. 

(fctf),    pedion  or  pinacoid  of  the  second  kind, 

(UO),  pedion  or  pinacoid  of  the  third  kind, 

(hid),   pedion  or  pinacoid  of  the  fourth  kind. 

For  Domes,  Sphenoids,  Bisphenoids,  and  Prisms. 

(fikl),   dome,  sphenoid,  bisphenoid,  or  prism  of  the  first  kind, 
{hot),   dome,  sphenoid,  bisphenoid,  or  prism  of  the  second  kind, 
(hkO),  dome,  sphenoid,  bisphenoid,  or  prism  of  the  third  kind, 
(hkl),    sphenoid,  bisphenoid,  or  prism  of  the  fourth  kind. 
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The  use  of  the  Miller  s3anbol  in  conjunction  with  the  name  of 
any  form  prevente  confusion  that  might  arise  from  differences  of 
usage  with  regard  to  the  names  of  forms. 

Crystal  Systems  and  Classes. — Owing  to  difference  of  usage  in 
regard  to  the  number  of  systems  recognized  in  crystallography,  and 
to  the  names  used  to  designate  the  classes  of  symmetry,  it  is  advisable 
to  state  briefly  the  method  of  Groth  and  Federow  followed  in  this 
book.  Classes  of  symmetry  are  designated  by  the  geometrcal  name 
of  the  most  general  form  corresponding  to  (hkl),  which  is  characteristic 
of  each  class  of  symmetry.  Beginning  with  the  lowest  symmetry 
the  classes  and  systems  are  given  in  order  of  increasing  symmetry^ 
and  the  corresponding  names  used  by  Dana  in  his  text-book  are 
also  given  for  those  students  who  are  familiar  with  these  terms. 
It  is  to  be  noted  that  the  Trigonal  System  is  treated  by  Dana  as  the 
Trigonal  or  Rhombohedral  Division  of  the  Hexagonal  System,  which 
contains  also  the  Hexagonal  Division.  The  thirty- two  classes  are 
called  groups  by  Dana,  who  also  uses  the  term,  type,  qualified  by 
the  name  of  a  mineral  illustrating  it.  The  classes  of  symmetry  rep- 
resented by  the  rock-making  minerals  so  far  as  known  are  marked 
by  an  asterisk. 


System. 
1.  Tricliiiic 


{ 


Class  (Oroth).  Group,  type  (Dana). 

1.  Asymmetric  or  pedial Asymmetric 

*2,  Pinaooidal Normal,  axinite 


II.  Monoclinic 


f 


3.  Sphenoidal Hemimorphic 


4.  Domatic Clinohedral,  clinohedrite 

I.    ♦o.  Prismatic Normal,  gypsum 


HI.  Orthorhombic 


6.  Bisphenoidal Sphenoidal,  epsomite 

♦7.  Pyramidal Hemimorphic,  calamine 

♦8.  Bipyramidal Normal,  barite 


IV.  Tetragonal        { 


9.  Bisphenoidal Tetartohedral 

10.  Pyramidal Pyramidal  hemimorphic, 

wulfenite 

♦II.  Scalenohedral Sphenoidal,       chalcopy- 

rite 

12.  Trapezohedral Trapezohedral 

♦13.  Bipyramidal Pyramidal,  scheelite 

14.  Ditetragonal-pyramidal. . .  .Hemimorphic 
♦1.5.  Ditetragonal-bipyraniidal.  .Normal,  zircon 
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V.  Trigonal 


VI.  Hexagonal 


VII.  Isometric 
(Cubical,  Groth) 


♦16. 
*17. 

♦18. 

19. 

*20. 

♦21. 

*22. 


Class  (Groth). 

Pyramidal 

Rhombohedral. . . 


Trapezohedral 

Bipyramidal 

Ditrigonal-pyramidal. . . . 

DitrigonalHScalenohedral.  ^ 
Ditrigonal-bipyramidal. . 


*23.  Pyramidal. 


*24.  Trapezohedral 

*25.  Bipyramidal 

26.  Dihexagonal-pyramidal. . 
L*27.  Dihexagonal-bipyramidal 


Ghoup,  ttpb  (Dana). 

HemimorphiCi  tritomite 
Tri-rhombohedral,    phe- 

nacite 
Trapezohedral,  quartz 

Rhombohedral,    h  e  m  i  - 

morphic,  tourmaline 
Rhombohedral,  calcite 
Trigonotype,  benitoite 

Pyramidal,  hemimorphic, 

nephelite 
Trapezohed'l,  quartz,  575* 
Pyramidal,  apatite 
Hemimorphic,  iodyrite 
Normal,  beiyl 


28.  Tetrahedral-pentagonal-do- 

decahedral Tetartohedral,  uUman- 

nite 

29.  Pentagonal-icositetrahedral  Plagiohedral,  cuprite 

*30.  Didodecahedral Pyritohedral,  pyrite 

*31.  Hextetrahedral Tetrahedral,     tetrahe- 

drite 
*32.  Hexoctahedral Normal,  galena 


Crystal  Habit. — ^The  habit  of  a  crystal  is  its  shape,  which  depends 
upon  the  form  or  forms  that  have  been  developed  on  its  surface  and 
the  relative  sizes  of  the  planes  or  diameters  of  the  crystal.  Thus 
the  habit  of  one  cr3rstal  may  be  cubical,  another  octahedral;  one 
may  be  tabular,  another  prismatic,  though  bounded  by  the  same 
crystal  forms,  as  is  the  case  with  certain  feldspars  (Figs.  11,  12,  13, 
14).  The  constancy  of  habit  in  crystals  of  any  compound  crys- 
tallizing under  a  given  set  of  conditions  is  remarkable  when  the  many 
possible  positions  of  planes  through  a  point  system  of  molecules  is 
taken  into  account,  and  the  simplicity  of  the  forms  or  combinations 
of  forms  that  appear  on  crystals  is  equally  noteworthy  for  the  same 
reason. 

Further,  the  habit  of  a  mineral  differs  according  to  conditions 
under  which  it  crystallized,  though  the  precise  relationship  is  not 
definitely  kno\m  in  most  cases.  Thus  potash-feldspar  in  some  occur- 
rences is  equidimensional  <Fig.  11),  in  others  it  is  tabular  parallel  to 
the  second  pinacoid  (010)  (Fig.  12),  in  others  tabular  parallel  to 
the  third  pinacoid  (001)  (Fig.  13),  in  still  others  it  is  prismatic  parallel 
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to  the  a  axis  (Fig.  14),  in  some  microlites  it  is  prismatic  parallel  to 
the  a  axis  and  also  prismatic  parallel  to  the  c  axis. 

Moreover,  minerals  which  appear  to  crystallize  with  the  same 
degree  of  symmetry,  and  might  be  expected  to  develop  in  crystals 
of  like  habit,  are  persistently  different;  thus  galena  is  commonly  in 
cubes,  less  often  in  octahedrons,  very  rarely  in  other  forms  of  the 
class  of  symmetry  to  which  it  belongs;  garnet  is  commonly  in  rhom- 
bic dodecahedrons,  and  icositetrahedrons,  very  rarely  in  octahedrons, 
and  never  in  cubes;  spinel  is  almost  always  in  octahedrons,  very 
rarely  cubic  or  dodecahedral. 

These  differences  in  crystal  habit  appear  to  be  in  part  closely 
connected  with  the  composition  or  substance  of  the  crystal,  in  part 


Fig.  11. 


Fig.  12. 


Fig.  13. 


Fig.  14. 


dependent  on  external  physical  factors.  They  must  therefore  be 
a  function  of  the  material  of  the  crystal  and  its  molecular  structure, 
and  also  a  function  of  the  solution  out  of  which  the  crystal  separates — 
its  composition  and  viscosity,  and  consequently  its  temperature,  as 
well  as  the  pressure  under  which  it  exists. 

Surface  Tension. — The  separation  of  a  body  from  a  liquid  is 
accompanied  by  the  development  of  energy  along  the  surface  sepa- 
rating the  liquid  and  the  body  in  contact  with  it,  which  is  known  as 
surface  tension.  The  surface  tension  of  a  liquid  is  a  function  of 
its  composition  and  its  viscosity.  It  must,  therefore,  vary  with 
changes  of  temperature  and  pressure.  The  surface  energy  of  the 
liquid  varies  directly  as  the  area  of  the  surface,  and  is  independent 
of  its  shape  or  curvature.  Therefore  the  surface  tension  or  surface 
energy  in  a  liquid  about  a  crystal  is  directly  proportional  to  its  sur- 
face. The  separation  of  a  body  from  a  liquid  with  a  minimum  ex- 
pense of  energy  would,  so  far  as  the  shape  of  the  body  is  conditioned 
by  the  surface  tension  of  the  liquid,  result  in  a  form  having  the  least 
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surface  for  a  given  volume  of  material.  This  minimum  is  realized 
in  a  sphere,  and  where  the  separated  body  is  highly  plastic,  as  a 
liquid,  it  assumes  a  spherical  form.  But  in  solid  crystals  the  plas- 
ticity is  so  slight  that  there  is  no  evidence  of  molecular  distortion 
that  might  be  due  to  the  si^rface  tension  of  the  surrounding  liquid, 
except  possibly  in  some  microlites.  However,  it  is  possible  to  effect 
a  diminution  of  surface  with  respect  to  volume  by  changing  the 
number  of  bounding  planes  and  their  angular  position.  Thus  in  the 
isometric  system  a  hexoctahedron  with  forty-eight  planes  is  much 
nearer  a  spherical  form  than  an  octahedron,  and  the  development 
of  many  planes  on  a  crystal,  with  the  truncation  of  solid  angles  and 
edges,  may  be  referable  to  the  influence  of  surface  tension  in  the 
liquid  from  which  the  mineral  crystallized. 

Since  surface  tension  becomes  a  minimum,  or  zero,  when  the 
molecular  cohesion  in  the  liquid  is  the  same  as  its  molecular  adhesion 
to  the  substance  in  contact  with  it,  and  this  is  dependent  on  rela- 
tive masses  or  densities,  it  follows  that  crystals  of  any  one  substance, 
separating  from  liquids  having  different  relative  densities  compared 
with  that  of  the  crystal,  should  exhibit  different  tendencies  toward 
the  development  of  truncating  planes,  other  conditions  being  equal; 
and  those  crystals  should  be  the  more  highly  modified,  or  exhibit 
the  greater  number  of  plane  faces,  which  crystallize  from  liquids 
whose  density  differs  most  from  that  of  the  crystal. 

The  forgoing  discussion  has  proceeded  on  the  assumption  that 
the  surface  tension  between  the  liquid  and  crystal  is  the  same  on 
all  surfaces  of  the  crystal.  This  is  the  case  for  all  planes  having 
like  physical  properties,  that  is,  for  all  planes  having  the  same  sym- 
metry, for  all  planes  belonging  to  one  crystal  form.  When  the 
surface  tension  differs  on  different  planes  of  a  crystal,  which  must 
be  the  case  on  planes  having  different  physical  properties,  different 
symmetiy,  which  belong  to  different  crystal  forms,  the  resulting 
modification  of  crystal  habit,  due  to  the  influence  of  surface  tension, 
may  be  understood  from  the  following  considerations: 

When  the  surfaces  between  two  liquids  and  air,  or  between  a 
liquid,  air,  and  a  solid,  are  in  conjunction,  as  when  air,  oil,  and  water, 
or  air,  water,  and  glass,  meet,  the  surface  tension  between  the  three 
pairs  being  different,  that  surface  which  involves  the  least  surface 
tension  increases  at  the  expense  of  the  other  two.  In  other  words, 
that  surface  is  produced  which  requires  the  least  energy  to  main- 
tain it.  In  the  cases  cited,  oil  spreads  itself  between  the  air  and 
water,  and  water  spreads  itself  between  the  air  and  glass.     This 
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corresponds  to  what  is  called  capillary  attraction.  The  molecular 
forces  involved  are  the  adhesion  of  the  molecules  of  one  substance 
to  those  of  another,  and  the  cohesion  of  the  molecules  within  each 
substance. 

In  the  case  of  a  crystal  those  plane  surfaces  which  have  different 
symmetry  must  consist  of  molecules  differently  spaced  and  differently 
arranged.  They  must  therefore  present  different  degrees  of  adhesion 
or  attraction  to  any  given  liquid;  the  surface  tension  of  the  liquid 
on  phjrsically  or  symmetrically  different  faces  of  a  crystal  must  be 
different.  Moreover,  that  plane,  or  planes,  on  which  the  adhesion  is 
nearest  in  value  to  the  molecular  cohesion  in  the  liquid  will  involve 
the  least  surface  tension  in  the  liquid,  and,  so  far  as  the  surface  ten- 
sion is  the  controlling  factor  in  the  shaping  of  a  crystal,  those  planes 
involving  the  least  surface  tension  should  be  developed  at  the  expense 
of  others. 

Changes  in  the  composition  or  physical  character  of  a  solution 
from  which  a  crystal  is  separating  affect  the  surface  tension  of  the 
liquid  with  respect  to  various  crystal  faces,  since  various  liquids 
possess  different  surface  tensions  toward  crystals  of  one  kind  of 
substance.  It  follows  from  this  that  changes  in  the  character  of  a 
liquid  may  change  the  habit  of  a  crystal  separating  from  it.  And, 
further,  a  crystal  with  a  given  habit  transferred  to  a  different 
solution,  saturated  with  respect  to  the  substance  of  the  crystal, 
but  possessing  a  different  surface  tension  with  respect  to  the  crys- 
tal, may  change  its  habit  without  change  of  its  volume.  Conse- 
quently crystals  of  substances  whose  density  is  nearly  the  same  as 
that  of  the  liquid  from  which  they  are  separating  should  be 
more  liable  to  changes  of  habit,  due  to  changes  in  the  physical 
character  of  the  liquid,  than  those  whose  density  is  quite  different 
from  it. 

A  crystal  of  a  given  substance,  which  is  capable  of  separating 
from  a  solution  of  greater  density,  and  which  is  also  capable  of  crys- 
tallizing from  a  solution  of  less  density,  should  differ  in  habit  in 
the  two  cases  so  far  as  the  surface  tension  alone  is  concerned,  and 
in  such  a  manner  that  the  planes  developed  upon  separation  from 
the  liquid  of  greater  density  should  be  those  having  the  greater 
molecular  density,  or  rather  those  presenting  the  stronger  attraction 
toward  the  liquid;  and  the  planes  developed  upon  separation  from 
the  liquid  with  less  density  should  be  those  having  the  lower  molec- 
ular density,  or  those  presenting  the  weaker  attraction  toward  the 
liquid. 
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Molecular  Attraction  and  Arrangement — Considering  crystal- 
lization from  the  point  of  view  of  molecular  attraction  and  movement 
it  is  possible  to  arrive  at  an  understanding  of  other  features  of  crys- 
tal habit  than  those  considered  solely  in  relation  to  surface  tension. 

The  crystallization  of  a  substance  from  a  solution  in  which  it 
was  previously  diffused  homogeneously,  involves  the  concentration 
of  the  molecules  about  one  or  more  points  within  the  liquid,  that  is, 
their  movement  or  diffusion  toward  certain  centers  of  crystallization 
where  they  become  fixed  in  their  position  with  respect  to  one  another, 
and  definitely  arranged  in  a  network  or  point  system. 

If  the  condensed  substance  is  not  a  crystal,  but  an  isotropic  liquid, 
as  when  one  liquid  separates  from  solution  in  another  upon  a  change 
of  the  temperature  to  one  at  which  the  solutions  are  no  longer  mis* 
cible,  then  the  diffusion  of  molecules  from  the  homogeneous  solution 
toward  the  first  separated  molecules  should  be  uniform,  moving  with 
the  same  velocity  of  diffusion  in  all  directions  toward  the  center  of 
attraction.  They  should  be  attracted  equally  in  all  directions  toward 
the  nucleal  sphere  of  separating  liquid,  because  this  is  physically 
isotropic,  and  the  ph3rsical  characters  are  alike  in  all  directions 
through  it. 

It  is  possible  for  a  crystal  belonging  to  the  most  S3anmetrical 
class  of  the  isometric  system  to  assume  an  almost  spherical  shape 
by  developing  all  of  the  possible  crystallographic  forms  on  one  crystal. 
A  hexoctahedron,  whose  solid  angles  and  edges  are  truncated  by 
planes  of  the  remaining  six  forms,  would  have  146  faces,  and  would 
approximate  closely  to  a  sphere.  When  crystals  belonging  to  such  a 
dass  crystallize  from  solution,  the  results  of  homogeneous  diffusion 
and  of  the  requirements  of  surface  tension  in  the  liquid  might  be 
expected  to  induce  the  development  of  crystals  with  such  a  spheroidal 
habit.  But  the  commoner  habits  for  crystals  belonging  to  this  class 
of  symmetry  are  those  of  cubes,  octahedrons,  and  dodecahedrons. 
In  general,  it  may  be  said  that  instead  of  highly  modified,  more  or 
less  rounded  crystals  in  any  class  of  S3m[imetry,  the  commoner 
habits  are  cuboidal,  bip3rramidal,  or  rather  simple  forms  or  com- 
binations of  forms.  This  indicates  that  there  are  molecular  forces 
controlling  the  shape  of  crystals  stronger  than  those  inherent  in 
the  solution  from  which  it  separates.  The  controlling  factors  must 
exist  within  the  molecule  of  the  crystal,  determining  the  molecular 
arrangement  and  the  planes  bounding  the  network  of  molecules. 

Consider  the  possible  factors  involved  in  an  arrangement  of 
molecules  with  orthorhombic  symmetry,  assuming  that  all  of  the 
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Fig.  15. 


molecules  are  alike  physically  as  well  as  chemically,  as  would  be  the 
case  with  a  crystal  of  Mg2Si04,  forsterite. 

The  molecular  spacing  in  three  directions,  a,  6,  c  (Fig.  15),  at 
right  angles  to  one  another,  is  unequal,  and  let  the  molecular  distances 

be  a<b<c.  The  molecules  attract 
one  another  more  closely  along  a  than 
along  b,  and  still  less  closely  along  c. 
Or  they  attract  one  another  more 
strongly  in  one  direction  than  another, 
which  may  correspond  to  different  de- 
grees of  elasticity  in  these  directions  in 
the  crystal.  It  follows  from  this  that 
the  molecules  uniformly  distributed  in  a 
homogeneous  solution  must  move  differ- 
ent distances  to  unite  with  the  first 
molecules  to  form  such  a  crystal,  those 
moving  along  the  line  of  closest  arrange- 
ment in  the  crystal  moving  farther 
than  those  moving  along  the  line  of  more  distant  spacing.  The 
resulting  aggregation  will  depend  upon  several  conditions. 

If  it  be  assumed  that  the  molecular  attraction  exerted  by  the 
crystal  toward  the  diffusing  molecules  in  the  solution  has  to  over- 
come no  resistance  exerted  by  the  liquid,  and  that  in  a  unit  of  time 
the  same  number  of  molecules  arrive  along  the  line  a  as  along  b  and 
c,  then  the  velocity  of  diffusion  must  be  faster  in  the  direction  of 
closer  spacing  a  than  in  the  other  directions,  b  and  c. 

If  there  is  an  infinitesimal  resistance  within  the  solution,  the 
faster  movement  of  molecules  in  the  direction  a  would  set  up  a  cur- 
rent, or  differential  movepient,  within  the  liquid  solution,  which  in 
time  would  augment  so  as  to  increase  the  supply  of  molecules  in 
the  direction  a.  The  crystal  would  then  increase  more  rapidly  in 
the  direction  of  the  more  closely  spaced  molecules. 

An  appreciable  resistance  to  diffusion  operates  to  equalize  the 
rates  of  diffusion  or  movement  along  a,  b,  and  c.  When  the  resistance 
is  strong  enough  the  molecules  that  have  farthest  to  move  would 
not  arrive  as  soon  as  those  that  had  a  less  distance  to  move,  that  is^ 
more  molecules  would  arrive  in  a  unit  of  time  in  the  direction  of 
the  longest  spacing,  c;  and  the  crystal  would  increase  fastest  in 
this  direction. 

It  follows  from  these  considerations  that  changes  in  the  physical 
character  of  the  liquid  from  which  a  crystal  separates  should  affect 
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the  habit  of  the  crystal  by  modifying  the  rate  of  supply  of  molecules 
in  different  directions.  It  is  to  be  noted  that  the  directions  chosen 
for  the  crystallographic  axes  a,  6,  c,  are  not  necessarily  the  directions 
of  principal  molecular  attraction  in  a  crystal,  though  they  may  be 
in  most  cases. 

There  is  another  consideration  of  the  relation  between  the  crys- 
tallizing molecules  and  the  liquid  solution  which  is  important.  It 
has  to  do  with  the  relative  amount  of  molecules  of  the  crystallizing 
substance  and  of  the  liquid  from  which  they  separate.  In  any  case 
of  crystallization  the  liquid  must  be  supersaturated  with  the  com- 
pound crystallizing  from  it.  But  when  a  comparatively  small  amount 
of  a  substance  saturates  the  solution  its  molecules  must  be  more 
scattered  when  homogeneously  diffused  than  would  be  the  mole- 
cules of  a  compound  present  in  large  amount.  If  the  physical  con- 
ditions accompanying  crystallization  are  alike  in  the  two  cases,  the 
substance  present  in  small  amount  should  crystallize  more  slowly 
than  that  present  in  large  amount,  the  molecules  in  the  first  instance 
having  to  travel  longer  distances  to  unite  with  one  another. 

Moreover,  the  rate  of  change  in  the  physical  condition  of  the 
liquid  which  brings  about  supersaturation  may  be  so  gradual  that 
it  seems  as  though  the  growing  crystal  drew  the  molecules  toward 
it  from  long  distances,  as  when  a  single  crystal  gathers  into  itself 
all  or  nearly  all  of  the  molecules  of  its  composition  that  were  in 
the  solution.  On  the  other  hand  the  changes  may  be  so  rapid  that 
it  appears  as  though  the  crystallizing  molecules  were  being  hurried 
or  thrown  rapidly  together,  faster  in  some  cases  than  the  crystallizing 
forces  of  arrangement  can  properly  dispose  of  them.  This  results  in 
the  less  uniform  molecular  arrangements  known  as  twins;  also  in 
aggregations  of  many  small  crystals  in  various  orientations.  In 
extreme  cases  the  resulting  concentration  of  molecules  may  take 
the  unarranged  cfiaracter  of  an  amorphous  jelly,  or  glass. 

Diffudon  Currents. — As  just  remarked,  the  effect  of  molecular 
attractions  of  different  intensities  within  a  crystal  network  is  to 
set  up  currents  in  the  liquid  following  the  lines  of  fastest  molecular 
diffusion.  These  convection  currents  play  an  important  r6le  in 
shaping  the  growing  crystal.  For  the  separation  of  crystallizing 
molecules  reduces  the  saturation  and  changes  the  density  of  the 
liquid  at  the  point  of  crystallization.  Moreover,  in  most  cases,  the 
concentration  or  condensation  of  the  molecules  into  a  crystal  liber- 
ates heat  which  raises  the  temperature  of  the  liquid  at  that  place 
and  farther  reduces  the  saturation. 
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The  stream  of  liquid  does  not  stop  when  it  reaches  the  crystal 
surface  but  flows  on  over  it,  as  shown  by  Lehmann.  The  effect  of 
this  spreading  of  liquid  with  reduced  saturation  is  to  retard  or  even 
prevent  the  growth  of  that  part  of  the  crystal  over  which  it  flows. 
Any  condition,  then,  which  accentuates  the  difference  between  diffu- 
sion currents  approaching  a  crystal  tends  to  produce  acceleration 
of  growth  in  one  or  more  directions  and  corresponding  retardation 
in  other  directions.  The  fundamental  condition  that  favors  differ- 
ences in  the  rate  of  diffusion  currents  is  the  viscosity  of  the  liquid. 
The  greater  the  viscosity,  up  to  a  certain  point,  the  greater  the  differ- 
ences of  velocity  in  the  diffusion  currents.  Another  factor  is  the 
rate  of  supersaturation.  The  more  rapid  the  change  of  saturation 
the  more  pronounced  appear  to  be  the  differences  in  diffusion  cur- 
rents. But  one  effect  of  change  of  saturation  resulting  from  change 
of  temperature  or  loss  of  solvent  is  to  increase  the  viscosity  of  the 
liquid,  so  that  the  effects  of  the  two  factors  may  be  confused. 

The  effects  of  currents  in  a  solution  which  might  be  produced 
by  forces  independent  of  the  molecular  forces  within  a  crystal,  such 
as  convection  currents,  if  they  flowed  past  a  crystal,  would  supply 
crystallizing  molecules  more  rapidly  to  certain  sides  or  parts  of  a 
crystal  and  thus  modify  its  habit.  Such  effects  may  seldom  be 
realized  in  liquid  rocks,  for  the  crystals  are  suspended  in  the  liquid 
and  move  with  the  current,  unless  they  fall  at  an  appreciable  rate 
through  the  liquid  while  crystallizing.  But  of  this  there  is  very 
little  evidence  discernible  in  the  texture  of  the  rocks,  or  in  the  habit 
of  the  crystals.  Evidence  of  partial  supply  of  material  is  found 
in  the  case  of  crystals  growing  by  the  side  of  others  that  cut  off  the 
supply  from  their  side  of  the  growing  crystal. 

Prolongation  of  Crystals  in  One  or  More  Directions. — ^The  effects 
of  different  rates  of  diffusion  on  the  habit  of  crystals  are  shown  in 
the  dimensions  of  crystals  bounded  by  regular  crystallographic  faces, 
and  also  in  the  abnormal  shapes  of  others. 

Prismatic  Habit. — Normal  crystals  are  often  prolonged  in  a  single 
direction,  which  is  commonly  a  physically  singular  axis.  This  is 
oftenest  the  case  with  crystals  that  are  optically  uniaxial,  such  as 
apatite,  tourmaline,  beryl,  zircon;  but  may  be  the  case  with  crystals 
that  are  optically  biaxial,  as  epidote,  elongated  parallel  to  the  two- 
fold axis  of  symmetry,  b;  amphibole,  augite,  less  commonly  feldspar; 
these  are  elongated  in  one  direction  which  is  also  the  direction  of 
the  intersection  of  two  or  more  planes  of  cleavage,  a  physically  dis- 
tinguished direction.    This  produces  a  prismatic  habit.    Prismatic 
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crystals  in  igneous  rocks  may  be  but  little  longer  than  wide,  or  they 
may  be  many  times  longer.  Occasionally  the  length  of  apatite 
crystals  is  three  hundred  times  the  width. 

Tabular  Habit, — Normal  crystals  are  frequently  prolonged  in  two 
or  more  directions  in  a  plane,  when  they  acquire  a  tabular  or  flattened 
shape.  In  crystals  with  a  physically  singular  axis,  as  uniaxial  crys- 
tals, the  prolongation  in  several  directions  normally  takes  place 
in  the  plane  at  right  angles  to  this  axis,  as  in  melilite,  hematite, 
tridymite.  In  biaxial  crystals  the  flattening  is  commonly  in  a  plane 
parallel  to  a  plane  of  cleavage,  as  in  mica,  gypsum,  and  the  feldspars, 
which  are  often  tabular  parallel  to  the  second  pinacoidal  cleavage, 
less  often  parallel  to  the  cleavages  of  the  third  pinacoid  or  basal 
cleavage. 

It  is  to  be  remembered  that  crystals  which  may  be  prismatic 
or  tabular  in  certain  cases  may  be  equidimensional  in  others,  and 
that  one  kind  of  mineral  may  exhibit  different  kinds  of  habit  in 
different  occurrences.  Thus  quartz,  which  is  often  prismatic  when 
crystallized  in  cavities,  is  commonly  equidimensional  in  igneous  rocks. 
Micas  are  occasionally  prismatic  in  a  direction  almost  normal  to  the 
cleavage,  and  are  sometimes  elongated  in  one  direction  in  the  plane 
of  cleavage.  Feldspars  are  sometimes  equidimensional,  often  tabu- 
lar in  one  of  two  directions,  or  prismatic  in  one  of  two  directions; 
one  in  the  direction  common  to  the  two  cleavage  planes,  the  other 
at  64^  to  the  plane  of  principal  cleavage 

Abnormal  Habits. — Hurried  crystallization  in  igneous  rocks  pro- 
duced by  rapid  cooling,  when  accompanied  by  increasing  viscosity, 
shows  itself  in  numerous  abnormal  forms  of  growth.  Similar  crys- 
tals formed  from  aqueous  and  other  solutions  by  rapid  evaporation 
or  cooling  have  been  studied  microscopically  by  O.  Lehmann  ^  and 
others.  Some  of  the  abnormal  habits  assumed  by  crystals  are  illus- 
trated by  the  following  cases: 

Prismatic  forms  due  to  the  rapid  elongation  of  a  crystal  in  one 
direction  become  needle-like  or  acicular,  hair-like  or  trichitic,  and 
fibrous.  If  flattened,  they  are  blade-like,  or  ribbon-shaped.  They 
may  be  nearly  straight  or  curved,  and  also  forked  or  branched. 

Thin  prisms  are  commonly  developed  from  feldspars  and  other 
minerals  in  rapidly  cooled  rock  magmas,  either  singly  or  in  groups. 
The  most  familiar  examples  are  of  alkalic  feldspars  in  glassy  lavas. 
The  fiber-like  prisms  may  be  clustered  in  nearly  parallel  bundles 


*  Molekularphysik.     I^ipzig,  1888.     Vol.  I.  p.  354. 
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which  usually  spread  more  or  less  at  the  ends  like  a  brush.    Or  they 

may  start  from  the  ends  of  a  thicker 
prism  or  from  the  comers  of  a  tabular 
crystal  (Fig.  16).  When  the  spread  of 
the  fibrous  prisms  is  great,  the  cluster 
assumes  a  plume-like  or  spherulitic  shape. 
The  curving  of  thin  prisms  may  be 
due  in  part  to  movements  in  the  viscous 
liquid,  but  oftener,  probably,  to  the  sur- 
face tension  of  the  liquid  when  opposed 
by  the  very  slight  rigidity  or  elasticity  of 
the  extremely  thin  crystal.  For  it  has 
been  observed  in  some  crystals  forming 
under  the  microscope  that  as  the  curved 
crystal  became  thicker  the  elasticity  of 
the  solid  overcame  the  resistance  of  the 
liquid  and  the  crystal  straightened  itself. 
In  fact  the  straightening  may  be  so  sudden  and  energetic  that  the 
long  prism  may  fracture  crosswise.  Elastic  movements  of  this  kind 
have  been  mistaken  for  evidences  of  life  or  of  muscular  action  in 
growing  crystals.  Examples  of  curved  crystals  in  rocks  are  found 
in  hair-like  apatite,  acicular  pyroxene  and  feldspar,  and  in  trichites, 
which  may  in  most  cases  be  pyroxene. 

A  result  of  bending  and  partial  fracture  by  reason  of  thickening 
of  the  prism  is  to  produce  spurs  or  offshoots  as  in  crystals  described 
by  Lehmann  (Figs.  17, 18).  The  forking  or  branching  may  arise  from 
slightly  different  orientation  of  material  attaching  itself  to  a  grow- 


FiG.  16. 


Fig.  17. 


Fig.  18. 


ing  crystal,  or  to  the  elongation  of  the  crj'stal  in  another  crystallo- 
graphic  direction,  which  is  shown  in  groups  of  crystals  of  augite 
(Fig.    19)   in  the  lava  from   ]\Iokuaweoweo  and    Kilauea,   H>waii, 
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described  by  Dana;'    in  the  well-known  augite   aggregates   in  the 
pitchstone  of  Arran  (Fig.  20);  and  in  feldspar  crystals  in  obsidian 


-Feather-like  tormB  of  Augite:    a  (X35),  b  (X35),  e  (X50)  from 
Mokuaweoweo,  d  (x70)  from  Kilauea. 


Fio.  20. 
in   the  Yellowstone  National  Park;  in  the  trachyte  of  Mt.  Rotaro, 
Ischia,^  and  elsewhere. 

'  Dana,  E.  S.     Petrography  of  tho  H:iwaii: 
Volcanoes"  by  J.  D.  Dana.     1890.     p.  321. 

'  H.   S.   Washington,  Am.   Jour.  Sci.,   I, 


"  Characteristics  of 
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Tabular  forms  due  to  elongation  in  two  or  more  directions  in  one 
plane  become  extremely  thin  delicate  plates  with  crystallographie 
outlines,  such  as  feldspar  and  mica  microlites  in  volcanic  glasses. 
These  may  be  separate  crystals,  or  groups  of  subparallel  or  more 
or  less  divergent  plates,  in  feather-like  or  branching  aggregates. 

They  may  be  elongated  in  certain  directions  and  become  forked 
or  branched,  or  built  up  of  more  or  less  cryatallographically  bounded 
parts,  the  most  familiar  examples  of  which  are  the  tabular  six-rayed 
snow  crystals,  which  are  hexagonal  crystals  tabular  parallel  to  the 
basal  pinacoid  (Fig.  21).     Examples  of  this  kind  of  tabular  growth 


Fjg.  21. 
are  not  common  among  the  rock  minerals.      They  arc  sometimes 
developed   in    hematite,  and  are  occasionally  produced  in  crystals 
that  form  in  cracks  or  cleavage  planes,  as  in  the  case  of  magnetite 
and  hematite  in  cleavage  cracks  of  mica. 

EquidimensUmal  crystals,  csjiecially  those  in  the  isometric  system 
B8  cubes  and  octahedr()nH,  may  be  elongated  in  the  directions  of  the 
diagonals  of  the  octahedron,  or  in  those  of  the  corners  of  the  cube, 
or  in  those  of  the  diagonals  connecting  opposite  edges  of  the  cube, 
that  is,  in  the  directions  of  the  fourfold  axes,  threefold  axes,  or 
twofold  axes.      The  results  are  complex  forms  like  parallel  aggre- 
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gations  of  octahedrons  and  cubes,  or  more  or  less  sytnmetrical 
forms  without  crystailographic  boundary  planes.  Examples  of  pro- 
longation in  the  direction  of  the  fourfold  axes  are  found  in  some 
magnetite  crystals  in  glassy  basalts,  where  the  branching  crystals 
are  composed  or  parallelly  arranged  octahedrons,  first  figured  by 
Zirkel   (Fig.  22).      An  example  of  prolongation  in  the  other  two 


Fio.  22. 


Fia23. 


directions  is  furnished  by  the  familiar  hopper-shaped  crystals  of 
sodium  chloride  (Fig.  23),  in  which  the  growth  takes  place  fastest 
on  the  edges  and  comers  of  the  cubes.  Perhaps  an  example  of  pro- 
longation in  all  three  of  these  directions  is  found  in  skeleton  crystals 
of  leucite,  whose  crystal  habit  is  icositetrahedral  with  a  salient  angle 
at  the  end  of  each  of  the  diagonals  mentioned.  The  abnormal  crys- 
tals of  this  mineral  in  a  leucitic  lava  have  been  described  by 
lirsBon  and  are  shown  in  Fig.  24. 


^^i 


Irregularly  shaped  crystals,  whose  outlines  are  not  crystailographic 
planes,  and  whose  shape  is  not  referable  to  crystal  symmetry,  are 
produced  by  extraneous  causes,  such  as  convection  currents  or  lack 
of  homogeneity  in  the  surrounding  liquid,  or  to  interference  from 
other  crystals.  The  combination  of  these  causes  with  the  diffusion, 
currents  just  described  results  in  highly  irregular,  curved,  or  angular 
crystals,  such  as  the  olivine  in  Hawaiian  lavas  described  by  E.  S. 
Dana>   (Fig.  25),  a-g  (X60).      Of   these,  a-d  are  from  crystalline 


'  Dana,  J.   D.     Cfaarocteristics  of  Volcanoes.     New  York, 
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basalt,  and  e  is  from  baaaltic  glass  of  Mokuaweoweo;  /  is  from 
Maui,  and  g  from  Kilauea.  A  somewhat  rounded  olivine  plieno- 
cryst  from  absarokite,  from  tlic  Yellowstone  Park,  is  shown  in 
Fig.  25,  ft  (X25). 

In  a  holocrystalline  dat-ite-porphyry  from  Mindanao,  Philippine 
Islands,  the  somewhat  rounded  subhedral  quartz  phenocrysts  partly 
inclose  euhedral  cnstals  of  liornblende  at  the  extremity  of  " bays " 
or  pocketa  of  groundmass,  as  shown  in  Fig,  25a.  The  shape  of  the 
quartz  about  these  inclusions  indicates  that  quartz  in  surrounding 


Fic.  2.-K1 


the  hornblende  assumed  a  curved  form  during  crystallization,  and 
had  not  completed  the  operation.  The  rounded  form  of  the  quartz 
is  evidently  original,  and  not  a  result  of  melting  or  solution  after 
crystallization. 

Other  examples  of  such  irregulariy  shaped  crystals  are  found  in 
some  quartz  phenocrysts  in  glassy  lavas,  as  in  hyalorhyolite  in  the 
Yellowstone  Park  (Fig.  2(i) ;  and  in  quartz-diorite-porphyry  (Fig.  27), 
and  in  non-porphyritic  quartz-diorite  (Fig,  28)  from  Electric  Peak 
in  the  same  region. 

In  the  quartz  phenocrj'st  in  the  glassy  rhyolite  (Fig,  27)  the 
"  bays  "  or  pockets  projecting  into  the  crystal  from  the  margin 
appear  to  be  incomplete  inclosures  of  the  surrounding  magma  or 
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glass  incliisions  in  the  process  of  being  surrounded  by  the  growing 
quartz,  rather  than  cavities  dissolved  out  of  the  quartz  crystal  owing 
to  some  change  in  the  chemical  character  or  temperature  of  the 
magma.  The  similarity  in  outline  to  the  more  or  less  rounded 
quartz  from  the  quartz-diorite  (Fig.  28),  in  which  there  is  no  ques- 
tion of  solution,  is  significant  of  the  possibility  of  the  production 
of  rounded  and  irregularly  shaped  crystals  by  the  act  of  crystal- 
lization under  the  proper  conditions. 


Fig.  26. 


Fig.  27. 


Fig.  28. 


Curving  forms  also  result  from  the  dissolving  of  crystals  by  the 
surrounding  liquid  and  are  found  in  some  minerals  in  igneous  rocks, 
especially  quartz.  But  since  rounded  forms  also  develop  directly 
upon  crystallization,  as  in  the  case  of  some  quartzes  inclosed  in 
feldspar  in  certain  gneisses,  and  in  the  case  of  some  minerals  in 
igneous  magmas,  as  just  noted,  it  is  evident  that  irregular  forms 
produced  in  each  of  these  ways  may  be  easily  confounded.  In 
fact  there  is  no  certain  method  of  discriminating  in  all  cases 
between  those  rounded  forms  resulting  from  crystallization  and 
those  due  to  solution.  In  manv  instances  rounded  crystals  de- 
scribed  as  the  result  of '  partial  solution  or  fusion  are  probably 
unattacked  crystals,  whose  irregular  shapes  are  those  acquired  upon 
crystallization. 

Crystals  not  bounded  by  crystal  faces  or  planes  have  been  called 
anhedrons  by  Pirsson  and  others.  From  this  usage  have  sprung 
the  simple  adjective  terms  given  below  indicating  the  extent  to 
which  crystal  faces  are  present  on  any  crystal.*  These  terms  and 
their  more  cumbersome  equivalents  are  as  follows: 


"  Cro68,  Iddings,  Pireson,  Washington,  Jour.  Geol.,  Vol.  14,  1906. 
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Euhedral,  well  faced,  completely  bounded  by  crystal  planes, 
automorphic,^  idiomorphic.^ 

Svbhedral,  partially  faced,  partly  bounded  by  crystal  planes, 
hypautomorphic,^  hypidiomorphic.^ 

Anhedral,  not  faced,  without  crystal  planes,  xenomorphic,^  allo- 

triomorphic.2 

Twinning. — ^The  arrangement  of  molecules  in  a  crystal  is  one  in 
which  the  molecular  forces  are  in  equilibrium,  at  least  for  the  physical 
conditions  under  which  they  come  together,  and  often  for  a  rather 
wide  range  of  variations  in  these  conditions,  as  shown  by  the  sta- 
bility of  most  rock-making  minerals  for  geological  ages.  Some  pre- 
Cambrian  igneous  rocks  have  existed  to  present  times  in  an  almost 
unaltered  condition  But  the  arrangement  in  any  given  crystal  is 
not  the  only  possible  position  of  equilibrium  for  the  molecular  forces 
of  attraction.  For  it  is  possible  in  some  cases  to  move  them  by 
pressure  in  certain  directions  without  rupturing  the  crystal  or  modi- 
fying its  physical  characters  except  as  regards  direction.  This  ability 
of  the  molecules  to  assume  a  new  position  within  a  crystal  is  called 
gliding,  and  the  plane  parallel  to  which  it  takes  place  in  a  given 
instance  is  called  the  gliding  plane. 

From  this  behavior  of  a  crystal  it  is  evident  that  there  must  be 
more  than  one  possible  position  of  equilibrium  in  the  arrangement 
of  molecules,  in  which,  however,  the  mutual  adjustment  of  molecular 
attractions  may  not  be  as  complete  as  in  the  normal  crystal.  Thus 
it  is  possible  in  the  case  of  a  triaxial,  asymmetrical  arrangement, 
represented  by  the  network  in  Fig.  29,  in  which  the  molecular 
attractions  in  the  directions  a,  b,  c  are  different,  for  a  new  mole- 
cule to  attach  itself  so  that  the  forces  in  a  and  c  are  in  line  and 
satisfied,  but  those  along  b  are  not.  A  layer  of  molecules  so  attached 
may  become  the  foundation  for  a  properly  arranged  network  of 
molecules  like  that  first  formed,  but  in  a  reversed  position.  The 
second  network,  or  part  of  the  crystal,  bears  a  definite  orientation 
with  respect  to  the  first.  The  two  parts  are  symmetrically 
placed  across  a  plane  containing  the  directions  a  and  c.  The 
orientation  of  the  second  part  is  as  though  each  molecule  had 
been  rotated  180®  in  the  plane  of  ac  from  the  position  it  would 
occupy  if  properly  placed    in  the    first   network;    or  as    though 


»  Rohrbach,  Min.  u.  petr.  Biitth.,  VII,  18,  1887. 

'  Roeenbusch,  Mikro.  Phys.  Mass.  Gest.,  p.  11,  1887. 


TWINNING.  65 

the  second  ptat  of  the  crystal  had  been    rotated  180°  about  an 
axis  noimal  to  the  plane  ac. 

Such  an  orientation  of  two  parts  of  any  crystal  is  called  a 
twinned  position;  and  a  crystal  consisting  of  two  such  parts  is  a 
twinned  crystal,  or  twin.  The  plane  to  which  the  two  parts  are 
symmetrical  is  called  the  twinning  plane;  and  the  axis  about  which 
one  part  may  be  rotated  180°  in  order  to  make  it  coincide  with 
the  other  is  a  twinning  axis. 


Fio.  29, 

No  twofold  axis  of  rotation  belonging  to  the  symmetry  of  any 
crystal  can  be  a  twinning  axis,  because  the  part  of  a  crystal  rotated 
180°  would  coincide  with  its  former  position  and  the  physical 
characters  would  not  differ  in  direction  in  the  two  parts. 
The  same  la  true  of  a  fourfold  and  of  a  sixfold  axis  of  sym- 
metry. Consequently  no  plane  of  symmetry  perpendicular  to  a 
twofold,  fourfold,  or  sixfold  axis  of  symmetry  can  be  a  twinning 
plane. 

It  follows  from  this  that  there  may  be  gliding  planes  in  a  crystal 
which  coincide  with  twinning  planes,  as  in  calcite  and  monoclinic 
pyroxene,  and  those  which  cannot  serve  as  twinning  planes,  because 
they  are  perpendicular  to  twofold,  fourfold,  or  sixfold  axes  of 
rotation  in  the  symmetry  of  the  crystal;  that  is,  the  rotated  molecules 
would  not  sustain  a  diSerent  relation  to  the  stationary  ones  from 
that  previously  sustained  towards  them.  Examples  of  this  are 
found  in  halite  with  gliding  plane  (110)  and  ice  with  (0001)  a  gliding 
[dane.    But  it  does  not  follow  that  all  twinning  planes  are  gliding 
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planes,  or  rather  planes  along  which  gliding  may  be  readily  accom- 
plished by  laboratory  methods.  However,  the  twinning  produced 
in  minerals  artificially  is  to  be  regarded  as  the  same  phenomenon 
since  gliding  in  calcite  and  augite  is  accompanied  by  twinning.  And 
it  may  be  only  a  question  of  the  degree  of  ease  with  which  it  may 
be  produced.  Larhellar  twinning  in  two  directions  may  be  pro- 
duced by  pressure  in  feldspars. 

Molecules  in  coming  together  in  reversed,  or  twinned,  position 
do  not  necessarily  attach  themselves  together  along  the  plane  of 
symmetry  for  their  twinned  position.  They  do  not  necessarily 
come  to  a  twinned  position  in  any  definite  plane,  but  may  chance 
to  meet  along  an  irregular  surface.  The  surface  along  which  twinned 
parts  of  a  crystal  are  in  contact  with  each  other  is  called  the  com- 
posUion  plane.  It  is  commonly  a  crystallographic  plane,  and  in 
some  cases  is  the  same  as  the  twinning  plane;  in  others,  a  different 
one.  Thus  gypsum  and  orthoclase  have  the  same  twinning  plane 
(100),  but  the  composition  plane  in  gypsum  is  (100)  (Fig.  30),  and 
in  orthoclase  is  (010)  (Fig.  31). 


m 
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Fio.  30.  Fig.  31.  Fia.  32. 

The  parts  of  a  twinned  crystal  may  be  by  the  side  of  one  another, 
when  it  is  called  a  contact  twin  (Fig.  30),  or  they  may  lie  within  one 
another,  when  it  is  a  penetration  twin  (Fig.  32).  In  the  latter  case 
the  composition  plane  between  the  twinned  parts  is  usually  quite 
irregular. 

Twinning  according  to  one  position,  or  one  law,  may  take  place 
repeatedly  in  one  crystal.  When  the  twinning  plane,  or  axis,  is  a 
crystallographic  position  occurring  only  once  in  a  crystal  form,  as  a 
pinacoid  or  a  normal  to  one,  repeated  twinning  results  in  parallel 
layers,  or  lamellae,  of  the  crystal  in  twinned  position.  This  is  known 
as  polysynthetic  twinning,  and  is  best  illustrated  in  the  lime-soda- 
feldspars  (Fig.  33).     One  result  of  this  kind  of  twinning  is  been  on 
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the  surface  of  crystals  or  on  cleavage  planes,  where  the  surfaces  of 
the  twinned  layers,  or  laminae^  being  more  or  less  inclined  to  one 
another,  reflect  light  at  different  angles,  and  produce  a  striation  of 
the  crystal  surface  when  viewed  in  incident  light.  If  the  twinning 
plane  is  a  crystallographic  plane  that  occurs  more  than  once  in  a 
crystal  form  as  a  prismatic  or  pyramidal  face,  then  repeatedly 
twinned  parts  may  occur  in  more  than  two  positions  in  the  crystal, 
as  in  the  case  of  rutile  (Fig.  34),  cordierite,  and  aragonite. 

There  may  be  several  different  laws  of  twinning  known  to  occur 
in  one  kind  of  mineral,  sometimes  in  one  crystal.  The  commonest 
examples  are  the  feldspars,  in  which  three  kinds  of  twinning  often 
occur  in  one  crystal.     In  these  minerals  there  are  five  kinds  of  twin- 
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Fig.  34. 


ning  well  known,  and  others  less  frequently  developed  or  less  defi- 
nitely established. 

Poly  symmetry. — In  certain  substances  the  typical  crystal  form 
approaches  so  near  to  that  of  a  crystal  with  higher  symmetry  that 
it  may  be  mistaken  at  first  for  one  of  a  more  symmetrical  crystal. 
This  is  pseudoaymm^try,  and  is  shown,  for  example,  by  some  triclinic 
minerals,  like  the  lime-soda-feldspars,  in  which  the  angles  are  nearly 
those  of  a  monoclinic  crystal.  In  certain  orthorhombic  crystals  the 
angles  are  such  that  the  crystals  appear  to  possess  hexagonal  sym- 
metry. If  in  addition  to  this  approximation  to  higher  symmetry 
there  occurs  polysynthetic  twinning  in  which  the  laminae  are  so  thin 
as  not  to  be  visible  with  a  microscope,  the  submicroscopically  twinned 
crystal  exhibits  all  the  physical  properties,  including  outward  crystal 
form,  which  are  characteristic  of  a  crystal  possessing  the  higher 
symmetry.  This  is  called  poly  symmetry,^  and  is  illustrated  by  ortho- 
clase  feldspar,  which  is  undoubtedly  submicroscopically  twinned 
microcline.  It  has  been  suggested  that  the  orthorhombic  pyroxenes, 
enstatite  and  h5rpersthene,  may  be  polysymmetric  modifications  of 
monoclinic  minerals  like  diopside. 


*  P.  Groth.    Chemical  Crystallography.     New  York,  1906.     p.  5. 
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Since  twinning  in  a  crystal  indicates  a  less  perfect  parallelism 
of  the  directions  of  molecular  forces  than  obtains  in  an  un. 
twinned  crystal,  it  follows  that  any  cause  tending  to  hinder  the  com- 
plete orientation  of  crystallizing  molecules  will  promote  the  pro- 
duction of  twinned  crystals.  Such  causes  may  be  of  two  kinds: 
one  offering  a  resistance  to  the  proper  rotation  of  the  molecule  at 
the  moment  of  separation  from  solution,  as  the  viscosity  of  the  liquid; 
the  other  preventing  the  orienting  forces  from  having  sufficient  time 
to  rotate  the  molecules  completely  before  they  became  fixed,  as  the 
hurried  condensation  of  rapidly  cooling  liquids,  or  the  rapid  crys- 
tallization of  highly  supersaturated  solutions.  Consequently,  cr3rstals 
forming  from  viscous  liquids,  or  those  forming  very  rapidly,  are  more 
apt  to  be  twinned,  or  are  more  frequently  twinned. 

Inclusions. — A  crystal  which  has  grown  with  irregular  outline, 
owing  to  rapid  currents,  may,  if  the  currents  are  reduced  in  rate, 
tend  to  fill  up  the  recesses  or  depressions  by  slower  diffusion,  or  the 
crystal  may  spread  from  the  projecting  points  and  shut  in  portions 
of  the  liquid  from  which  it  is  crystallizing.  The  amoimt  or  size  of 
such  inclusions  is  an  indication  of  the  rate  of  crystallization  at  the 
time  of  their  inclosure.  If,  upon  cooling,  the  liquid  contracts  appre- 
ciably, it  may  cease  to  occupy  the  whole  space  and  leave  a  cavity 
occupied  by  gas.  Or,  if  it  consists  of  liquids  not  miscible  at  ordinary 
temperatures,  it  may  separate  into  two  liquids  and  a  gas,  as  is  the 
case  with  inclusions  of  water,  liquid  carbon  dioxide,  and  gas  in  certain 
quartz  crystals. 

When  the  inclosed  liquid  contains  molecules  of  the  crystal  not 
yet  separated,  these  may  eventually  crystallize  against  the  walls 
of  the  cavity,  and  may  give  to  it  crystallographic  faces,  producing 
so-called  negative  crystals,  often  developed  in  quartz,  both  about 
inclusions  of  rock  magma,  and  also  about  inclusions  of  water.  If 
the  liquid  contains  other  constituents,  these  may  crystallize  within 
it  like  the  transparent  cubes  within  liquid  inclusions  in  some 
quartzes.  Or  minerals,  such  as  pyroxene,  magnetite,  or  feldspar, 
may  separate  from  inclusions  of  igneous  magma,  which  may  for 
the  most  part  become  glass.  In  some  cases,  the  whole  of  the  inclosed 
material  may  crystallize. 

JVhen  crystals  of  other  substances  are  present  in  the  liquid,  these 
may  be  inclosed  by  the  growing  crystal.  This  may  be  accomplished 
in  some  cases  without  evidence  of  the  inclosed  crystals  having  been 
moved  by  the  growing  crystal;  in  others,  the  inclosed  crystals  appear 
to  have  been  moved  as  though  they  were  being  excluded  from  the 
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growing  crystal,  when  a  change  of  rate  of  difFusion  caused  the  mate- 
rial to  deposit  outside  of  them  and  shut  them  in.  They  are  then 
concentrated  in  zones  or  clusters  within  the  lai^er  crystal.  Com- 
mon examples  of  zones  of  inclusions  are  found  in  feldspars,  leucites, 
and  other  minerals.    This  is  one  form  of  zonal  structure. 

When  one  mineral  contains  numerous  inclusions  of  other  minerals 
of  notable  size,  which  lie  in  various  positions,  it  is  said  to  be  poiki- 
litk,  or  mottled,  for,  if  it  possesses  noticeable  cleavage,  the  luster  of 


Fio.  35. 

the  cleavage  plane  will  be  mottled  by  the  different  suriaces  of  the 
inclusions.     Fig.  35  represents  a  poikilitic  hornblende  section. 

If  crystals  of  two  kinds  of  minerals  are  forming  at  the  same  time 
in  a  solution,  it  may  happen  that  they  will  mutually  penetrate 
one  another,  so  that  each  will  maintain  its  crystallographic  orienta- 
tion  in  parts  which  are  irregularly  shaped  along  the  contact  with 
one  another.  The  best^known  examples  of  this  intergrowth  are  inter- 
penetrations  of  quartz  and  orthoclase  or  microcline  in  certain  forms 
of  granite.  In  some  cases  the  quartz  assumes  more  or  less  dehnite 
triangular  shapes,  which  produce  a  pattern  on  the  cleavage  surface 
of  feldspar  crystals  which  has  given  rise  to  the  term  graj^ic  inter- 
growth, or  graphic  texture  or  structure  (Fig.  36).  It  has  also  been 
called  peffmatitic,  but  this  term  is  confusing,  because  pegmatites  ar^ 
not  always  composed  of  minerals  intergrown  in  this  manner. 

When  two  minerals  are  crystallizmg  at  the  same  time,  and  one 
of  them  exerts  an  orienting  influence  over  the  other,  it  happens  that 
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crystals  of  the  smaller  mass  attach  themseWes  to  the  lai^ge-  orystal 
parallel  to  certain  directions  in  it,  and,  becoming  shut  in  by  it,  appear 
as  defmitely  oriented  inclusions,  often  parallel  to  raore  than  one 
direction.  Such  inclusions  occur  in  mica  when  prisms  of  nitile  lie 
in  the  plane  of  cleavage  in  directions  intersecting  at  60°,  one  of  which 
ia  perpendicular  to  the  plane  of  symmetry.     Rods  and  plates,  and 


Fig.  36. 
grainy  of  what  is  probably  llmenite,  frequently  occur  as  r^ularly 
oriented  inclusions  in  hypersthene,  augite,  and  lime-soda-feldspar. 

Inclusions  shut  in  at  the  time  of  the  crystallization  of  a  mineral 
are  called  primary  inclusions.  Those  that  have  been  introduced  or 
developed  in  it  subsequently  are  known  as  secondary  inclusions. 

Secondary  fluid  inclusions  are  common  in  rock-making  quartzes. 
They  have  been  introduced  by  the  healing  up  of  cracks  in  a  quartz 
crystal  through  the  circulation  of  water  carrying  silica  in  solution. 
Secondary  mineral  inclusions  arise  from  solution  or  decomposition 
within  the  original  crystal. 

Molecular  Strain  or  distortion  may  occur  about  a  solid  inclu- 
sion in  a  rock  mineral  in  consequence  of  differences  in  the  coefficient 
of  contraction  due  to  cooling.  When  the  inclosed  susbtance  con- 
tracts less  thui  the  surrounding  mineral,  it  may  exert  sufficient  pres- 
sure within  the  latter  to  produce  molecular  distortion,  and  anomalous 
double  refraction,  or  even  rupture.     Optical  anomalies  about  inclu- 
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sions  are  not  infrequent  in  quartz.    Actual  rupture  has  been  observed 
about    glass   inclusions    in    quartz    crystals,    as   in    rhyolite    from 


Fig.  37a. 


Fig.  376 


Eureka,  Nev.    Fig.  37a  represents  a  section  of  a  quartz  crystal  cut 
perpendicular  to  the  optic  axis.     The  intersecting  cracks  are  about 


72  PHYSICAL   PRINCIPLES   AND  CHARACTERS. 

glass  inclusions,  which  are  shown  in  section  parallel    to  the  optic 
axis  of  the  quartz  in  Fig.  376. 

When  gas  has  been  inclosed  in  a  crystal  under  great  pressure,  it 
may  exert  sufficient  stress  against  the  walls  of  the  cavity,  when  the 
crystal  has  adjusted  itself  to  low  pressure,  to  produce  molecular 
strain  and  optical  anomalies,  as  demonstrated  by  David  Brewster.^ 

Crystals  of  Isomorphous  Compounds. 

Zonal  Structure.— When  two  or  more  isomorphous  compounds 
crystallize  together  as  a  single  crystal  or  a  mixed  crystal,  it  usually 
happens  that  the  proportions  in  which  they  mingle  vary  during  the 
crystallization.  The  crystal  then  is  not  homogeneous,  but  varies  in 
composition  in  successive  layers  or  concentric  shells,  which  differ 
correspondingly  in  physical  properties,  those  most  easily  recognizable 
being  color  and  refraction.  A  crystal  so  constituted,  when  studied 
in  section,  appears  to  be  composed  of  zones  of  different  color  or  re- 
fraction. This  is  one  form  of  zonal  structure.  That  produced  by 
layers  of  inclusions  is  another.  It  is  possible  to  recognize,  in  the 
shapes  of  successive  zones,  the  habit  of  the  crystal  at  different  stages 
of  its  growth.  Zonal  structure  is  well  developed  in  the  lime-soda- 
feldspars  and,  to  a  less  extent,  in  other  rock-making  minerals.  It 
will  be  further  discussed  in  connection  with  the  optical  properties. 

Segmental  Structure  or  Hour-glass  Structure, — Differences  in  the 
molecular  attractions  in  different  directions  in  a  crystal  also  show 
themselves  in  the  constitution  of  some  mixed  crystals,  or  crystals 
of  isomorphous  compounds.  It  appears  as  though  certain  molecules 
in  the  isomorphous  series  have  a  greater  tendency  to  attach  them- 
selves in  one  direction  than  another,  that  is,  they  are  more  strongly 
attracted  to  certain  faces  of  the  mixed  crystal  than  to  others.  The 
crystal  then  differs  in  composition  in  segments  built  up  of  layers 
parallel  to  such  faces,  which  may  show  themselves  in  differences  of 
color  or  refraction.  In  some  minerals  the  segments  are  pyramidal, 
with  the  apexes  of  the  pyramids  toward  the  center  of  the  crystal, 
and  the  bases  at  the  surface.  In  sections  of  such  crystals  the  reversed 
pyramids  sometimes  suggest  the  shape  of  an  hour-glass,  hence  the 
term  hour-glass  structure.  The  commonest  examples  of  such  struc- 
ture are  found  in  augite  in  certain  basaltic  rocks  (Figs.  38  a  and  6.) 

In  other  cases  the  segments  are  not  pyramidal,  but  more  or  less 
regularly  shaped  layers  parallel  to  certain  faces  of  the  crystal,  as 

^Edinb.  Phil.  Jour.,  1820,  p.  98;    1847,  p.  101;    1848,  p.  489. 
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shown   in  segirite   and  acmite  in  the  nephelite-syenites '  of  Norway 
described  by  Brogger^  (Fig.  39,  a,  6). 

The   character  of  this  form  of  isomorphous  crystallization  has 


Fig.  38o. 
—Extinction  angles 


F[o. ; 


;   3,  37°;    4.  49"; 


;   5,  50"; 
i,  40°  approximate  I J-. 
been  investigated  by  J,   Blumrich,^  and  by  A.  Pelikan,^  who  has 
also  discussed  the  general  question  of  zonal  structure. 


Fio.  38a. — Extinction  angles  in  segments  1,  19°;   2, 

6,  53°;  7,  54°  approximately. 
Fic.  38b.— I.  23°;    2,  26'';    3,  28°;   4,  34°;    5,  36°; 


Fio.  39. 

Dismlution  of  Ciystals. — The  dissolving  of  a  crystal  in  a  liquid 
is  undoubtedly  a  process  the  reverse  of  crystallization.  The  molecules 
at  the  surfaces  leave  the  solid  and  pass  into  the  liquid.  They  may 
be  ionized  or  otherwise  decomposed  within  the  liquid,  or  may  enter 
into  other  corabinotion.  By  reversing  the  conditions,  or  process, 
they  may  be  restored  to  the  crystal,  except  in  certain  cases.  As 
crystallization  is  the  building  up  of  a  regularly  arranged  molecular 
structure,  the  dissolving  of  a  crystal  must  be  the  taking  apart  of 
such  a  stnipture.     It  is  to  be  expected,  then,  that  the  changes  that 

<  Zeitseh.  Ktyet.  u.  Min.,  16,  1890,  pp.  308  and  327. 

)  Txcfaennskfl.  Min.  u.  Petr.  Hitt.,  13,  1892,  pp.  239  and  258. 

'  IbiJ..  16,  1S96,  1. 
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take  place  in  the  form  of  a  crystal  will  be  somewhat  analogous  to 
those  involved  in  its  growth,  but  in  the  opposite  direction;  or  of  a 
negative  character. 

Liquid  or  gas  may  dissolve  a  solid  without  entering  into  chemical 
combination  with  it  in  the  ordinary  sense,  as  the  solution  of  sodium 
chloride  in  water;  or  the  dissolution  may  be  accompanied  by  chemical 
reaction,  as  when  calcite  is  attacked  by  hydrochloric  acid.  In  both 
cases  the  effects  on  the  crystal  are  molecular,  and,  though  the  results 
vary  in  degree  with  different  solvents  and  strengths  of  reagents,  they 
are  alike  in  their  general  character. 

If  a  crystal  be  surrounded  by  a  liquid  capable  of  dissolving  it,  and 
the  liquid  be  motionless,  then  the  layer  next  to  the  surface  of  the 
crvstal  will  become  saturated  with  the  dissolved  substance,  unless 
it  diffuse  outward  into  the  liquid.  If  this  is  the  chief  factor  in  the 
distribution  of  the  dissolved  substance,  it  is  evident  that  there  will 
be  more  space  about  angles  and  edges  of  a  crystal  into  which  the 
substance  may  diffuse  than  opposite  a  face  of  the  crystal.  Conse- 
quently, solid  angles  and  edges  of  crystals  should  be  dissolved  more 
rapidly  than  the  faces,  resulting  in  the  rounding  of  the  shapes.  Ex- 
amples of  this  action  are  found  in  certain  rounded  quartz  crys- 
tals in  igneous  rocks,  and  less  often  in  rounded  crystals  of  other 
minerals.  But  it  must  not  be  assumed  that  all  rounded  crystals 
are  partly  dissolved  crystals  that  were  previously  angular.  It  is 
possible  for  crystals  to  assume  more  or  less  rounded  form  during 
the  act  of  crystallization. 

It  seldom  happens,  however,  that  a  solution  remains  motionless 
while  a  solid  is  being  dissolved.  Changes  in  the  density  due  to  the 
dissolved  substance  produce  currents  which  affect  the  diffusion  of 
the  substance  in  the  liquid.  Minute  currents  at  the  surface  of  the 
crystal  bring  diluter  liquid  in  contact  with  it,  and  localize  the  attack. 
This  results  in  more  rapid  dissolution  at  certain  points  and  the  for- 
mation of  depressions  over  the  surface  of  a  crystal.  To  some  extent 
these  centers  of  greater  activity  may  be  points  of  lesser  resistance 
in  the  crystal,  due  to  imperfections  of  molecular  arrangement,  for 
it  has  been  observed  in  some  cases  that  large  crystals,  when  dissolved, 
at  first  develop  numerous  pits  or  depressions,  and  when  they  become 
smaller  their  surfaces  are  smoother;  which  accords  with  the  general 
observation  that  smaller  crystals  are  oftener  bounded  by  smooth, 
perfectly  plane,  faces  than  larger  crystals  of  the  same  substance. 

Etched  Figures. — The  solution  pits  or  depressions  on  the  surface 
of  crystals  have  definite  shapes,  and  are  bounded  by  edges  and  planes 
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wluch.  have  a  fixed  position  with  respect  to  the  symmetry  of  the 
crystal.  They  sometimes  appear  more  or  less  rounded,  but  this 
is  due  to  a  curved  arrangement  of  minute  planes  in  crystallographic 
orientation.  These  definitely  oriented  depressions  are  called  etched 
figures.  They  are  produced  with  the  sharpest  definition  when  the 
crystal  is  acted  on  by  a  weak  reagent,  or  for  a  comparatively  short 
time  by  a  strong  one.  It  is  found  that  the  shape  of  the  etched  figures 
varies  with  the  solvent  or  reagent,  and  with  its  strength.  It  b 
observed  that  a  crystal  dissolves  with  greater  ease  in  one  direction 
or  plane  than  in  another,  and  that  planes  that  have  the  same  sym- 
metry behave  alike  toward  solvents. 

It  is  also  found  that  the  degree  of  symmetry  indicated  by  the 
etched  figures  accords  with  that  expressed  by  the  cohesion  of  the 
crystal,  especially  the  hardness.  But  there  is  no  uniform  or  direct 
quantitative  relationship  between  the  solubility  and  hardness  of 
crj-stab  in  different  directions.  It  appears  from  some  observations 
that  the  softer  planes  are  the  more  soluble.  For  example,  quartz 
is  more  readily  dissolved  in  hydrofluoric  acid  in  the  direction  of 
the  c  axis,  and  it  has  been  found  that  quartz  is  not  so  hard  in  a  plane 
perpendicular  to  this  axis  as  in  other  directions.  Calcite  dissolves 
more  readily  on  the  basal  pinacoid  than  on  a  prism  face,  the  ratio 
being  about  1.14:1,  according  to  Spring;  and  the  basal  pinacoid  is 
the  softer  face  on  calcite. 

It  is  found  also,  in  the  case  of  quartz,  that  the  polarity  along  the 
three  lateral  crystallographic  axes,  which  is  shown  by  its  pyroelec- 
trical  behavior,  obtains  for  its  solubility  in  these  directions.     This 


Fia.  40.  Fio.  41. 

Fi<i>t.  40  and  41. — Sphere  cut  from  simple  right-handed  crystal  after  being 
etched  by  acid  (or  seven  weeks;  40,  basal  view;  41,  front  view;  circle  shows 
original  form  of  sphere,  dotted  hexagon  the  position  of  axes. 

is  shown  by  the  etched  sphere  of  quartz  described  by  Meyer  and 
Penfield  (Figs.  40,  41).      The  positive  pole  for  falling  temperature 
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was  scarcely  affected  by  the  hydrofluoric  acid  during  six  weeks' 
exposure,  while  the  negative  end  was  perceptibly  dissolved.  The 
sphere  was  reduced  a  little  more  than  one  half  in  the  direction  of 
the  principal  axis,  c. 

From  this  it  follows  that  the  shapes  and  positions  of  etched 
figures  indicate  the  symmetry  of  the  molecular  arrangement  of  a 
crystal,  and  may  be  used  to  determine  the  degree  of  symmetry  when 
the  outward  form  of  the  crystal  is  not  distinctive  or  indicates  a 
higher  degree  of  symmetry  than  is  actually  inherent  in  the  molecular 
arrangement.  For  example,  euhedral  crystals  of  nephelite  are  com- 
monly bounded  by  a  hexagonal  prism  and  a  basal  pinacoid,  forms 
which  occur  with  several  classes  of  symmetry,  both  trigonal  and 
hexagonal,  and  might  belong  to  a  hexagonal  crystal  with  the  highest 
symmetry.    Etched  figures  on  the  basal  plane  are  hexagonal  (Fig.  42,  a), 
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but  those  on  the  prism  faces  are  unsymmetrical,  both  with  respect 
to  a  vertical  and  a  horizontal  plane  (Fig.  42,  b) .  This  shows  that 
the  two  extremities  of  the  c  axis  are  not  physically  alike.  The  S3mfi- 
metry  is  therefore  pyramidal  (hemimorphic) .  The  absence  of  vertical 
planes  of  symmetry,  and  the  like  position  of  the  etched  figures  on 
adjacent  prism  faces,  show  that  there  is  simply  a  sixfold  axis  of 
symmetry:    the  pyramidal  class  of  the  hexagonal  system. 


Fig.  43. 


Fig.  44. 


The  etched  figures  on  rhombohedral  faces  of  calcite  and  dolo- 
mite, produced  by  dilute  hydrochloric  acid,  show  the  difference  in  the 
symmetry  of   these  two  carbonates.    Those  on  calcite  (Fig.  43)  are 
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symmetrical  to  a  plane  passing  through  the  shorter  diameter  of  the 
rhombic  face,  while  those  on  dolomite  are  unsymmetrical  (Fig.  44). 

It  13  to  be  expected  that  the  etched  figures  will  be  different  in 
shape  and  position  on  symmetrically  different  faces  of  one  crystal, 
and  will  have  the  same  shape  on 
cr}'stall(^raphically  like  faces,  but 
not  necessarily  the  same  position. 
This  is  illustrated  by  etched  crystals 
of  quartz  (Figs.  45  and  46),  on 
which  the  faces  of  the  plus  rhombo- 
hedron  are  etched  in  the  same 
manner,  but  the  positions  of  the 
etched  figures  on  the  upper  and 
lower  faces  are  reversed,  as  are  also 
the  figures  on  adjacent  faces  of  the 

hexagonal  prism.  This  corresponds  to  the  fact  that  there  is  a  two- 
fold axis  of  symmetry  at  the  edges  of  the  prism.  The  etched  figures 
on  the  quartz  also  show  the  molecular  symmetry  to  be  lower  than 
that  indicated  by  the  rhombohedrons  and  hexagonal  prism.  It  is 
the  trapezohedral  class  in  the  trigonal  system.  Moreover,  the  different 
positions  on  the  same  faces  on  the  two  crystals  indicate  a  different 
molecular  arrangement,  corresponding  to  a  right-handed  (Fig.  45) 
and  a  left-handed  crystal  (Fig.  46). 

Etched  figures  are  characteristic  of  symmetry  and,  to  some  extent, 
of  particular  substances,  but  caution  is  necessary  in  making  use  of 
them  for  diagnostic  purposes,  because  of  their  variation  in_  shape 
with  the  position  of  the  surface  on  which  they  are  produced.  For 
this  reason  their  use  in  studying  rock  sections  is  limited,  because 
the  position  of  the  section  plane  is  generally  indefinite. 

Solution  planes. — Those  planes  in  a  crystal,  in  which  solution  or 
chemical  reaction  takes  place  with  greater  ease  than  in  others,  have 
been  called  by  Hamberg  solution  planes;  and  Judd  has  called  atten- 
tion to  the  presence  of  cavities  and  inclusions  in  minerals,  which 
appear  to  have  arisen  by  solution  and  deposition  along  such  planes 
while  the  crystal  was  under  pressure  in  a  rock  mass.  In  some  cai- 
cite  such  secondary  inclusions  occur  in  the  plane  of  the  —J  rhom- 
bohedron  (On2),  which  is  the  gliding  plane.  Similar  secondary 
inclusions  also  occur  along  irregular  planes  of  fracture  or  shearing, 
and  it  is  a  question  whether  the  two  classes  of  inclusions  can  be  dis- 
tinguished from  one  another.     Judd '  attributes  to  this  source  much 

'  Quart.  Jour,  tieol.  Soc,  Vol.  41,  p.  374,  I887,and  Min.  Mag.,  Vol.  7,  p.  81 
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of  the  regularly  oriented  inclusions  in  pyroxenes  and  feldspars  in 
basic  rocks — inclusions  quite  uniform  in  character,  which  appear 
to  be  titaniferous  iron  oxide  in  most  cases,  and  which  produce  the 
so-called  Schiller  in  hypersthene,  bronzite,  and  labradorite.  But 
G.  H.  Williams  ^  has  shown  that  these  and  similar  inclusions  are  in 
a  great  many  instances  primary,  having  been  inclosed  during  the 
crystallization  of  the  rock. 

Molecular  Strength  of  Crystals. — The  molecular  strength  of  a 
crystal  is  shown  by  the  resistance  it  offers  to  molecular  displace- 
ment. This  resistance  exhibits  itself  in  various  ways,  so  that  the 
molecular  forces  involved  appear  to  be  different,  or  the  different 
modes  of  resistance  are  dependent  on  different  factors,  namely, 
the  attraction  of  the  molecules  for  one  another,  and  their  arrange- 
ment in  the  crystal,  which,  however,  may  be  directly  dependent  on 
the  polarity  of  the  forces  of  attraction  in  the  molecules. 

Elastic  Deformaiion. — When  the  molecular  displacement  in  a  body 
disappears  upon  the  removal  of  the  force  producing  it,  so  that  the 
piolecules  occupy  the  same  positions  they  occupied  before  the  force 
was  applied,  the  deformation  of  the  body  is  within  the  limit  of  elas- 
ticity. The  amount  of  elastic  deformation  in  crystals,  which  may 
be  produced  by  a  given  quantity  of  energy,  differs  in  different  direc- 
tions, according  to  the  symmetry  of  the  molecular  arrangement. 
The  amount  of  elastic  deformation  or  coefficient  of  elasticity  may 
be  determined  with  respect  to  changes  of  temperature,  pressure,  ten- 
sion, torsion,  or  other  forms  of  energy.  The  forces  may  be  appl  ed 
equally  in  all  directions,  as  by  uniform  change  of  temperature  or 
by  hydrostatic  pressure;  or  they  may  be  applied  in  definite  direc- 
tions, as  when  pressure  or  tension  takes  place  in  one  direction  only. 

For  the  petrologist  the  importance  of  the  facts  of  deformation 
within  the  elastic  limit  lies  chiefly  in  the  consideration  of  possible 
changes  in  volume  of  crystals  and  rocks  under  various  pressures  and 
at  different  temperatures,  that  is,  in  the  discussion  of  the  problems 
connected  with  the  dynamics  of  rocks.  For  the  petrographer  who 
studies  rocks  and  sections  of  them  at  ordinary  temperatures  and 
under  atmospheric  pressure,  the  forces  may  be  considered  normal 
and  approximately  uniform.  In  some  instances  abnormal,  elastic 
stresses  may  exist  within  crystals  of  sufficient  strength  to  be  roted; 
but  the  elastic  deformation  which  may  have  resulted  from  forces 
acting  at  a  former  time  upon  the  crystals  in  a  rock  must  disappear 
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when  those  forces  cease  to  act,  otherwise  the  molecular  displace- 
ment was  not  within  the  limit  of  elasticity  of  the  crystal,  but  belongs 
to  those  passing  beyond  the  limit  of  elasticity,  to  be  discussed  in 
another  paragraph. 

Perhaps  the  most  sensitive  index  of  molecular  displacement 
within  the  elastic  limit  is  to  be  found  in  the  optical  characteristics 
of  crystals.  The  optical  indices,  sometimes  called  the  optical  con- 
stants, vary  with  molecular  displacement,  produced  by  change  of 
temperature  or  pressure.  Changes  in  the  refraction  of  air  or  water 
due  to  differences  of  temperature  are  familiar  to  all.  The  changes 
which  may  take  place  in  crystals  will  be  discussed  in  connection 
with  the  description  of  the  optical  properties  (p.  184).  Certain 
cases  of  anomalous  double  refraction,  which  may  be  made  to  dis- 
appear on  change  of  temperature,  belong  to  the  phenomena  of  elastic 
deformation. 

For  a  statement  of  the  behavior  of  crystals  with  respect  to  their 
elasticity  in  various  directions,  so  far  as  they  have  been  investi- 
gated, the  student  is  referred  to  Groth's  Physikalische  Krystallo- 
graphie  *  and  Lehmann's  Molekularphysik.^ 

Permanent  Deformation, — ^When  molecular  displacement  passes 
beyond  the  limit  of  elasticity,  but  remains  within  the  limit  of  co- 
hesion, the  molecules  do  not  return  completely  to  their  original  posi- 
tions. The  body  sustains  a  permanent  set  or  strain.  When  this 
condition  is  brought  about  with  considerable  ease,  the  body  is  said 
to  be  plastic;  when  deformation  takes  place  imder  the  force  of  gravity, 
the  body  is  said  to  be  fluid.  There  is  no  line  of  demarcation  between 
a  viscous  fluid  and  a  plastic  solid,  and,  as  all  solids  are  capable  of 
assuming  a  permanent  strain  under  sufficient  stress,  there  is  no  line 
of  demarcation  between  what  are  called  plastic  and  rigid  solids.  A 
riffid  body  in  the  ordinary  sense  may  be  defined  as  one  which  does 
not  sustain  an  appreciable  permanent  strain  under  a  considerable 
load.  Since  the  optical  characters  of  crystals  are  sensitive  indices 
of  molecular  deformation,  and  in  many  instances  most  rock-making 
minerals  exhibit  little  or  no  optical  evidence  of  permanent  molecular 
strain,  it  must  be  concluded  either  that  the  rock  minerals  are  quite 
rigid  in  the  ordinary  sense,  or  that  in  the  cases  noted  they  have  not 
been  stressed  beyond  their  limits  of  elasticity.  Experiments  on  the 
rigidity  of  solids  have  shown  that  quartz  and  glass  are  among  the 
most  rigid  bodies  known;    and,  though  rigidity  and   hardness  are 


»  Loc.  cit.,  pp.  19^221.  *  Vol.  I,  pp.  41-57. 
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not  identical  qualities,  there  is  a  sufficiently  close  relationship  between 
them,  so  that  the  hard  minerals  in  general  are  among  the  more 
rigid  ones.  The  hardness  of  quartz  and  hard  glass  is  7  in  the  scale 
of  Mohs,  and  the  commoner  rock  minerals  are  about  6  and  7,  so 
that  it  may  be  said  that  many  of  the  rock-making  minerals  are  dis- 
tinctly rigid  crystals.  It  is  interesting  in  this  connection  to  note 
that  calcite,  with  a  hardness  of  3,  is  comparatively  rigid,  while  fluorite, 
with  a  hardness  of  4,  is  considerably  less  rigid.  There  are,  however, 
soft  minerals  among  those  forming  rocks,  whose  rigidity  is  much 
less  than  that  of  quartz.  None  of  them,  cons  dered  individually, 
would  be  called  plastic,  though  aggregates  of  minute  crystals,  as  of 
kaolin,  form  plastic  bodies — wet  clay.  The  plasticity  of  such  an 
aggregate  is  undoubtedly  due  to  the  flexibility  of  the  individual 
lamellar  crystals  and  the  slipping  of  the  wet  laminae  over  one  another. 

But  there  are  crystals,  such  as  wax,  paraffin,  and  oleate  of  sodium 
or  potassium,  that  are  distinctly  plastic;  and  certain  other  organic 
compounds,  which  are  fluid  and  exhibit  double  refraction,  are  con- 
sidered by  O.  Lehmann  ^  to  be  fluid  crystals. 

Permanent  deformation  may  be  homogeneous,  that  is,  it  may 
affect  all  parts  of  a  crystal  alike,  so  that  the  physical  properties  in 
parallel  directions  are  the  same;  or  it  may  be  heterogeneous,  that 
is,  variable  through  the  cr\%stal,  limited  to  certain  portions  of  it,  or 
differing  in  amount  in  different  places.  It  may  show  itself  chiefly 
in  the  optical  properties  (p.  187),  or  may  also  have  affected 
the  shape  and  outline  of  the  crystal.  Permanent  distortion  of  the 
shape  of  a  crystal  is  found  in  curved  or  bent  crystals,  such  as  cur\^ed 
mica  and  other  laminated  minerals  in  some  metamorphosed  rocks; 
in  curved  microscopic  prisms  and  plates  of  various  minerals  in  glassy 
rocks,  resulting  from  differential  flow  in  the  viscous  magma  or  pos- 
sibly from  surface  tension. 

Gliding. — The  force  required  to  give  the  molecules  of  a  crystal  a 
permanent  set  varies  noticeably  in  some  cases  with  the  direction 
through  the  crystal,  there  being  planes  along  which  the  molecules 
may  move  with  comparative  ease  without  disturbing  the  continuity 
of  the  crystal.  Such  planes  are  called  gliding  planesy  and,  when 
not  planes  of  symmetry  in  the  crystal,  correspond  to  twinning  planes, 
as  already  pointed  out.  This  suggests  that  the  movement  of  the 
molecules  in  gliding  planes  may  be  one  of  rotation  as  well  as  of  trans- 
lation.   Some  examples  of  gliding  in  crystals  are  found  in  the  com- 
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mon  minerals,  calcite,  ice,  halite,  monoclinic  pyroxene,  and  cyanite. 
In  caleite  the  gliding  plane  is  (0ll2);  the  plane  truncating  the  polar 
edge  of  the  unit  rhombohedron;  in  ice  it  is  the  basal  pinacoid  (0001) ; 
in  halite  it  is  the  rhombic  dodecahedron  (110);  in  monoclinic  pyrox- 
ene (001),  the  basal  pinacoid;    in  cyanite  it  is  (001). 

Permanent  deformation  of  crystals  in  rocks  due  to  gliding  is 
sometimes  recognizable  in  the  lamellar  twinning  in  caleite,  parallel  to 
(0ll2),  and  in  monoclinic  pyroxene  parallel  to  (001).  It  is  also 
known  in  feldspars,  both  according  to  the  albite  and  pericline 
laws. 

Fracture  and  Cleavage. — When  molecular  strain  passes  the  limit 
of  cohesion  in  a  body  it  separates  or  breaks  apart.  The  cohesion 
of  the  molecules  of  a  crystal  should  bear  a  definite  relation  to  their 
arrangement  and  forces  of  attraction.  It  is  known  to  bear  a  sym- 
metrical relation  to  the  elastic  properties.  When  the  molecular 
attractions  are  the  same  or  nearly  the  same  in  all  directions,  as  in 
glass,  the  substance  should  hold  together  as  well  in  one  direction 
as  in  another.  A  rupture  or  crack  should  take  place  with  equal 
facility  in  all  directions.  The  result  is  a  more  or  less  curved  surface, 
unless  there  has  been  some  directing  force  producing  it.  In  the 
case  of  glass  the  curved  fracture  surface  is  often  like  the  surface  of 
a  shell  and  is  called  conchoidal.  A  similar  surface  is  produced  in 
a  crystal  when  the  cohesion  is  nearly  the  same  in  all  directions,  as 
in  quartz. 

If  the  cohesion  is  different  in  different  directions  in  a  crystal, 
it  will  possess  one  or  more  minima,  or  directions  in  which  it  is  less 
than  in  neighboring  directions.  A  crystal  should  part  more  easily 
in  the  direction  of  minimum  cohesion  than  in  other  directions.  It 
should  then  break  more  readily  in  a  plane  at  right  angles  to  such 
a  direction.  This  ability  to  part  along  planes  is  called  cleavage,  A 
crystal  with  cleavage  may  be  split  parallel  to  the  cleavage  plane  at 
any  point  in  it. 

In  some  cases  a  crystal  is  divided  into  parallel  plates  in  a  cer- 
tain direction,  but  can  not  be  cleaved  at  any  point  parallel  to  this 
direction.  Such  a  division  of  the  crystal  is  called  parting.  It  may 
result  from  shearing  in  the  rock  mass,  or  from  lamellar  twinning 
due  to  gliding. 

Cleavage  in  crystals  may  be  parallel  tcf  a  pinacoid,  when  it  occurs 
in  one  direction  only.  If  there  is  cleavage  parallel  to  two  or  more 
such  planes  in  a  crystal,  it  differa  in  perfection  or  degree  on  different 
pinacoids.      Pinacoidal  cleavage  is  highly  developed  in  mica  and 
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micaceous  minerals,  in  gypsum,  and  some  of  the  zeolites.     It  is  pro- 
nounced in  the  feldspars  and  numerous  other  minerals. 

Prismatic  cleavage  may  be  in  two  planes,  or  in  three.  It  may 
occur  in  more  than  one  direction  in  one  crystal,  but  the  commoner 
cases  are  in  one  direction  only.  It  is  characteristic  of  amphiboles 
and  pyroxenes,  and  is  less  pronounced  in  some  other  of  the  rock- 
making  minerals. 

Cleavage  parallel  to  three  planes  having  equal  physical  characters 
occurs  parallel  to  the  faces  of  a  cube,  or  the  faces  of  a  rhombohedron. 
Cubical  cleavage  is  rare  or  absent  from  the  few  isometric  rock  min- 
erals, but  is  well  known  in  galena  and  halite.  Rhombohedral  cleavage 
is  highly  developed  in  calcite  and  the  minerals  isomorphous  with  it. 

Pyramidal  cleavage  parallel  to  four  or  six  planes  is  rare  among 
the  rock-making  minerals,  but,  as  octahedral  cleavage  in  the  iso- 
metric system,  is  well  developed  in  fluorite. 

Dodecahedral  cleavage  parallel  to  six  planes  is  sometimes  notice- 
able in  the  sodalite  minerals. 

In  sections  of  crystals,  cleavage  appears  as  more  or  less  sharp, 
straight  cracks,  which  are  continuous  or  interrupted  according  as 
the  cleavage  is  more  or  less  perfect.  It  is  probably  developed  to 
some  extent  in  the  preparation  of  the  section,  but  is  also  present 
in  some  cases  before  the  grinding.  So  it  happens  that  different 
sections  of  one  kind  of  mineral  often  exhibit  quite  different  amounts 
of  cleavage  cracks,  according  to  the  orientation  of  the  crystal  section. 
Those  cut  nearly  at  right  angles  to  cleavage  planes  exhibit  cleavage 
cracks  when  others  in  the  same  rock  section  cut  almost  parallel  to  a 
cleavage  plane  are  nearly  free  from  them.  Or  it  may  be  said  that 
cleavage  nearly  normal  to  the  plane  of  the  section  will  appear  as 
cracks  in  a  section,  while  cleavage  nearly  parallel  to  it  will  not  appear. 
This  is  illustrated  in  Fig.  47,  showing  a  hornblende  crystal  cut  in 
three  directions. 

In  a  section  at  right  angles  to  the  prismatic  axis  (Fig.  47, 6),  the 
cleavage  cracks  are  usually  numerous,  close  together,  and  distinct, 
intersecting  one  another  at  124°,  the  plane  of  the  cracks  being  nor- 
mal to  the  section  plane.  In  a  section  parallel  to  the  second  pina- 
coid  (010)  (Fig.  47,  c),  the  cleavage  cracks  are  fewer,  not  so  close 
together,  and  not  so  distinct  as  in  sections  across  the  prism.  The 
traces  of  the  cracks  are  parallel  to  one  another,  but  the  planes  of 
cleavage  are  inclined  in  two  directions,  making  an  angle  of  62°  with 
the  section  plane.  In  a  section  parallel  to  the  first  pinacoid  (100) 
(Fig.  47,  d),  cleavage  cracks  are  often  altogether  invisible,  if  present. 
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Their  traces  should  be  parallel  to  ooe  another,  but  the  planes  of 
cleavage  are  inclined  only  28°  to  the  section  plane,  and  for  this  rea- 
son are  either  invisible  or  are  not  developed. 

In  many  cases  where  a  crystal  is  anhedral,  cleavage  may  serve 
to  indicate  the  crystal  I  ographic  orientation  of  the  section,  or  deter- 
mine whether  it  belongs  to  the  tetragonal,  trigonal  or  hexagonal 
system.  The  inclination  of  a  cleavage  crack  to  the  plane  of  a  sec- 
tion may  be  determined  in  a  general  way  by  focusing  a  high-jJower 


^ 


lens  on  the  upper  edge  of  the  crack,  and  then  upon  the  lower  edge, 
and  noting  whether  the  image  shifts  to  one  side  or  the  other,  or 
remains  stationary.  In  the  latter  case  the  crack  is  vertical,  or  nor- 
mal to  the  surface  of  the  section. 

Cleavage  is  an  important  factor  in  the  megascopic  identification 
of  some  of  the  commoner  minerals  in  rocks,  such  as  mica,  feldspar, 
hornblende,  and  the  minerals  of  the  caicite  group,  and  to  a  less  extent 
of  pyroxene. 
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Hardoess. — ^The  hardness  of  a  crystal  may  be  defined  as,  the' 
resistance  oflFered  by  the  cohesion  of  the  molecules  to  their  being 
torn  apart  by  abrasion.  It  is  sometimes  expressed  in  terms  of  the 
resistance  to  compression,  under  pressure,  of  a  lens  or  point  applied 
to  a  surface  of  the  substance  tested.  The  methods  of  determining 
the  resistance  to  abrasion  are  quite  different,  and  the  results  not 
closely  concordant.  One  set  of  methods  is  based  on  the  abrasion 
produced  by  drawing  a  weighted  point  across  the  surface  of  a  crystal. 
The  hardness  is  measured  by  the  weight  on  the  point  necessary  to 
produce  a  given  effect,  or  by  the  force  necessary  to  draw  the  point 
or  mineral  past  the  other,  or  by  the  depth  of  groove  produced  under 
a  given  set  of  conditions.  Another  method  consists  in  boring  a 
depression  by  rotating  a  point,  and  comparing  various  factors  in  the 
process.  Still  another  method  consists  in  grinding  a  surface  with 
a  standard  powder,  and  noting,  either  the  time  required  to  polish  it, 
or  the  loss  of  material  sustained  while  a  given  amount  of  powder 
continues  to  be  effective. 

Most  of  these  methods  yield  an  average  result  for  a  given  surface 
or  plane  of  a  crystal.  Only  that  which  operates  in  a  given  line  takes 
account  of  differences  of  cohesion  in  different  directions.  Since  the 
cohesion  of  a  crystal  varies  with  direction  to  an  appreciable  amount 
in  most  crystals,  as  shown  by  the  cleavage,  it  is  to  be  expected  that 
the  resistance  to  abrasion  will  differ  in  different  directions.  But  it 
has  been  demonstrated  that  there  is  no  direct  quantitative  relation 
between  hardness  and  cleavage.  For  example,  in  fluorite  with  pro- 
nounced octahedral  cleavage,  resulting  from  marked  differences  in 
the  molecular  cohesion  in  different  directions,  the  hardness  is  more 
uniform  in  different  directions  than  it  is  in  quartz,  which  has  a  con- 
choidal  fracture  and  seldom  exhibits  cleavage,  and  in  which,  there- 
fore, the  cohesion  is  quite  uniform  in  various  directions. 

There  is  no  definite  relation,  in  general,  between  the  hardness  and 
density  of  crystals.  Thus  diamond  has  a  specific  gravity  of  3.516+ 
and  a  hardness  of  10,  while  gold  has  a  specific  gravity  of  19.33  and 
a  hardness  of  2.5-3.  However,  it  may  be  said  that,  when  one  sub- 
stance crystallizes  in  crystals  with  different  densities,  the  denser  is 
the  harder.  Thus  diamond  has  specific  gravity  3.516+  and  hardness 
10;  while  graphite  has  specific  gravity  2.23  and  hardness  1  to  2. 
But  this  is  not  properly  a  ratio  of  10:1  or  2,  for  Ro^iwal  has  shown 
that  the  ratio  is  nearer  140,000:1.^     Aragonite  with  specific  gravity 
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2.94    has  hardness  3.5-4;    calcite  with  specific  gravity  2.713  has 
hardness  3 

The  hardness  of  a  crystal  is  different  on  different  surfaces,  and 
in  some  cases  it  varies  with  the  direction  on  any  one  face,  and  in 
others  with  the  direction  along  a  given  line  as  determined  by 
Exner.^  It  is  not  directly  related  to  the  molecular  cohesion.  For 
example,  calcite  is  harder  on  certain  prismatic  planes  than  on  the 
basal  pinacoid.  And  on  the  latter  it  is  harder  in  a  direction  normal 
to  the  trace  of  the  rhombohedral  cleavage  and  toward  the  rhombo- 
hedral  face  than  in  the  opposite  direction.  It  is  also  quite  differ- 
ent along  the  two  diameters  of  the  cleavage  rhomb  on  the  cleavage 
face;  and,  parallel  to  the  shorter  diameter,  it  differs  according  to  the 
direction,  up  or  down. 

^larked  variation  in  hardness  exists  in  cyanite.  On  the  first 
pinacoid  (100)  it  is  4-5  in  the  direction  of  the  axis  c,  and  6-7  in  the 
direction  of  the  axis  b;  on  the  second  pinacoid  (010)  it  is  7.  The 
crystal  may  be  twenty-four  times  harder  in  one  direction  than  in 
another,  assuming  the  difference  between  4  and  7  found  by  Rosiwal 
for  fiuorite  and  quartz. 

Scale  of  Hardness. — The  scale  of  hardness  known  as  the  Mohs 
scale,  which  is  the  one  ordinarily  used  in  the  description  of  minerals 
and  is  employed  in  this  book,  is  based  on  a  crude  comparison  of 
the  hardness  of  10  minerals  chosen  as  standards:  1,  talc;  2,  gypsum; 
3,  calcite;  4,  fiuorite;  5,  apatite;  6,  feldspar;  7  quartz;  8,  topaz;  9, 
corundum;  10,  diamond.  The  numbers  1-10,  used  in  stating  the 
hardness  of  any  mineral,  refer  merely  to  the  order  of  the  standard 
mineral  which  has  somewhat  similar  hardness,  and  possess  no  rela- 
tive quantitative  values.  The  intervals  between  any  two  consecu- 
tive numbers  are  very  diverse,  as  is  shown  by  the  results  of  tests 
made  by  some  of  the  methods  already  mentioned.  The  divergence  in 
the  results  of  these  tests  is  shown  by  the  following  statement,  the 
greatest  divergence  being  in  the  softest  mineral  tested.  The  hard- 
ness of  corundum  is  placed  at  1000. 

MohB  Scale.       Jaggar.  1807.  Rosiwal.  1800.  Pfa£F.  1884. 

Diamond lU  —  140,000  — 

Corundum 9  1000  1000  1000 

Topaz 8  152  175  459 

Quartz 7  40  120  254 

FeldOTar 6  25  37  191 

Apatite 5  1.23  6.5  63.5 

Fhiorite 4  .75  5  37.3 

Calcite 3  .26  4.5  15.3 

Gypsum 2  .04  1.25  12.0? 

Talc 1  — ^33 — 

*  Preisschrift  Wiener  Akad.,  Vienna,  1873. 
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The  determinations  by  Jaggar  were  obtained  by  boring.  The  in- 
strument, a  microsclerometer,  is  described  in  the  American  Journal 
of  Science,^  together  with  a  statement  of  other  methods  and  a 
bibliography  of  the  subject.  It  is  suggested  that  this  method  may 
be  applied  to  crystals  in  rock  sections.  The  determinations  by 
Pfaff  w^ere  also  made  by  boring.  Those  by  Rosiwal  were  obtained 
by  grinding  with  a  standard  powder. 

Up  to  the  present  time  the  petrographer  has  made  little  use  of 
hardness  in  the  determination  of  minerals,  other  than  by  the  ordi- 
nary tests  connected  with  the  Mohs  scale.  Hardness  is  a  factor 
in  the  preparation  of  rock  sections  and  affects  the  smoothness  or 
polish  of  the  sections.  For,  in  grinding  a  section  of  rock  with 
coarse  powder,  the  soft  minerals  are  more  deeply  impressed  or  torn 
than  the  hard  crystals,  and  may  sustain  permanent  deformation  in 
spots,  or  may  have  minute  cavities  made  in  them  which  are  not 
obliterated  by  subsequent  grinding  with  very  fine  powder,  so  that 
the  soft  crystals  may  have  pitted  surfaces  when  harder  ones  are 
quite  smooth  and  even.  Flexible  crystals,  like  mica,  often  exhibit 
permanent  molecular  deformation,  which  shows  itself  in  the  distor- 
tion or  crinkling  of  the  laminse,  which  is  most  noticeable  between 
crossed  nicols,  and  is  very  characteristic  of  micaceous  minerals  in 
thin  sections. 

Density. — The  density  or  mass  of  a  unit  of  volume  of  a  crystal 
of  any  compound  must  depend  on  the  mass  of  the  crystal  molecule 
and  the  number  of  them  in  a  unit  of  volume.  The  mass  of  a  molecule 
should  be  some  multiple  of  its  molecular  weight  calculated  from 
the  empirical  formula.  The  number  of  them  in  a  unit  of  volume 
of  a  crystal  should  depend  on  the  molecular  arrangement  and  the 
distance  between  the  molecules. 

The  relative  density  of  crystals,  or  their  specific  gravity,  is  expressed 
in  terms  of  their  density  as  compared  with  that  of  water,  which  is 
taken  as  unity.  It  is  determined  by  finding  the  ratio  between  the 
weight  of  a  given  substance  in  air  and  the  weight  of  a  like  volume 
of  water.  The  methods  by  which  this  may  be  accomplished  will 
be  reviewed  later  on. 

That  the  density  of  a  crystal  depends  primarily  on  the  density 
of  the  elements  composing  it  is  shown  by  comparing  the  mass  of 
compounds  of  lead  with  that  of  equal  volumes  of  similar  compounds 
of  lighter  elements.  The  case  is  illustrated  by  the  isomorphous  series 
of  carbonates  and  the  series  of  sulphates,  with  the  addition  of  anhy- 

'  Vol.  4,  1897,  p.  399. 


drite,  which  is  not  isomorphous  with  the  other  sulphates,  but  is 
somewhat  similar.  The  atomic  weights  are  given  in  round  num- 
bers; the  determined  specific  gravities  are  approximate. 

At.  wt.           RCOj.             Mol.  wt.  Sp.  gr.  RSO4.        Mol.  wt.  Sp.  gr. 

Lead,  Pb 207  Cerussite 267  6.57  Anglesite.  .  .  .303     6.39 

Barium,  Ba 137  Witherite 197  4.28      Barite 233    4.49 

Strontium,  St.  . .    88  Strontianite 148  3.71       Celestite 184    3 .  97 

Calcium,  Ca 40  Aragonite 100  2.94  Anhydrite. . .  136    2.96 

It  is  to  be  noted,  however,  that  the  ratio  between  the  molecular 
weights  and  specific  gravities  in  these  series  of  isomorphous  com- 
pounds is  not  constant,  either  for  one  series  or  when  the  series  are 
compared  with  one  another.  It  is  well  known  that  the  same  sub- 
stance or  compound,  when  crystallized  with  different  symmetry,  has 
different  densities.    The  following  are  examples: 

r,    L        ry  /diamond,     specific  gravity  3.516-^.525 
^^^^"'^  I  graphite,  -  -        2.09-2.23 


rorn  i  aragonite, 

I  calcite, 

{cyanite, 
sillimanite, 
andalusite. 


It 
1 1 
ti 
it 
it 


2.93  -2.95 
2.714 

3.56  -3.67 
3 .  23 
3.16  -3.20 


In  the  cases  of  dimorphism  it  is  sufficient  to  refer  differences  of 
density  to  differences  of  molecular  arrangement  and  to  the  prob- 
ably different  numbers  of  molecules  in  a  unit  of  volume,  but  this  is 
not  sufficient  to  accoimt  for  the  differences  in  the  ratio  between  molecu- 
lar weight  and  specific  gravity  in  isomorphous  series,  as  with  the 
carbonates  and  sulphates  already  mentioned,  for  strictly  isomorphous 
compounds  should  have  the  same  molecular  arrangement  and  sym- 
metry. However,  they  may  have  different  spacing  of  the  molecules, 
which  is  indicated  by  the  variation  in  the  axial  ratios  of  isomorphous 
cr}^tals  not  belonging  to  the  isometric  system.  If  the  molecular 
arrangement  were  identical  in  isomorphous  crystals  and  the  unit 
of  comparison  of  the  spacing  of  the  molecules  in  the  several  minerals 
(compounds)  were  the  same,  then  the  axial  ratios  of  the  isomorphous 
crystals  should  bear  such  a  relation  to  the  density  of  each  compound 
that  those  crystals  with  smaller  values  for  the  axial  ratios  should 
have  more  molecules  to  a  unit  of  volume  than  those  crystals  with 
lai^er  values  for  the  axial  ratios,  since  the  molecules  would  be  closer 
together  in  the  first  case  than  in  the  second.  That  is,  the  density 
should  be  inversely  proportional  to  the  volume  and  directly  pro- 
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portional  to  the  molecular  weight,  d=—.    This  may  be  tested  by 

the  isomorphous  series  of  sulphates  already  given.    The  relation 

is  simplified  by  considering  the  volume  corresponding  to  the  product 

of  the  axial  ratios  in  each  mineral,  which  axial  volumes  may  be 

assumed  to  contain  the  same  number  of  molecules  in  each  case.     In 

the  table  they  follow  one  another  in  the  order  of  the  size  of  these 

axial  volumes.    The  volumes  are  compared  with  the  ratio  of  the 

tn 
molecular  weight  to  the  density,  since  v=-r. 

a 

a  b  c        Axial  volume.        v  tn         d 

51.8-233-^4.49 
47.4-303-5-6.39 
48.9-184-^3.97 
45.9  =  136-^2.96 


Barite,  BaSO, .0.81520X  1 X 1 .31359- 1 .0708 

Anglesite,  PbSO, 0 .  78516  X 1 X 1 .  28939  - 1 .  0124 

Celestite,  SrSO, 0.77895x1X1.28005-0.9970 

Anhydrite,  CaSO, 0.89325X1X1.0008   -0.8940 


From  this  it  appears  as  though  that  density,  which  is  relatively 
higher  compared  with  the  molecular  weight,  since  it  yields  the 
smaller  quotient  v  corresponds  to  closer  molecular  spacing;  th%t  is,  to 
smaller  axial  volume.  If,  however,  a  similar  relationship  be  sought 
in  the  series  of  isomorphous  carbonates  it  is  found  to  be  directly  the 
reverse,  as  is  shown  by  the  following  table.  But  it  is  to  be  noted 
that  the  order  of  succession,  with  respect  to  the  size  of  the  axial 
volumes,  is  almost  the  reverse  as  regards  the  series  of  basic  ele- 
ments when  these  are  compared  with  the  group  of  sulphate  com- 
pounds. 

a  b  e        Axial  volume.        v  m         d 

Aragonite,  CaCOs 0 .  622444  X 1 X  0 .  720560  -  0 .  44849 

Cerussite,  PbCO, 0.609968X1X0.723002  =  0.44100 

Strontianite,  SrCOa 0 .  60901   X 1  X  0 .  72388   =  0 .  44085 

Witherite,  BaCOa 0 .  6032     X 1 X  0 .  7302     -  0 .  44045 


34. 0-100 -f  2.94 
40.6-267^6.57 
39. 8-148 -f  3.71 
46.0-197-^4.28 


In  this  statement  it  would  appear  as  though  the  density  which 
is  relatively  higher  when  compared  with  the  molecular  weight,  as 
in  aragonite,  accompanies  larger  axial  volume,  that  is,  greater  molecu- 
lar spacing;  in  other  words,  that  the  fewer  the  molecules  to  a  unit 
of  volume  the  greater  the  density.  This,  of  course,  cannot  be  true, 
consequently  the  premise  on  which  the  argument  is  based  must  be 
incorrect.  Assuming  that  these  carbonates  have  exactly  the  same 
molecular  arrangements  in  the  four  compounds,  it  follows  that  the 
unit  or  standard  of  measurement  of  the  axial  ratios,  or  of  the  molecular 
spacing,  cannot  be  the  same  in  all  of  these  compounds.  The  axial 
ratios  are  established  from  angular  positions  of  the  crystal  faces,  or 
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planes  of  molecules,  and  do  not  fix  the  actual  distance  of  such 
planes  from  any  point  in  space.  That  is,  the  unit  of  comparison 
in  the  examples  just  given,  &=  1,  is  not  the  same  in  all  the  compounds 
of  an  isomorphous  series.  The  spacing  of  the  molecules  in  the  direc- 
tion of  the  b  axis  is  undoubtedly  different  in  the  crystals  of  the  differ- 
ent compounds  in  each  isomorphous  series.  This  is  clearly  under- 
stood from  a  consideration  of  the  axial  ratio  of  all  isometric  crystals, 
namely  1:1:1.  It  is  not  to  be  supposed  that  the  molecules  of  all 
isometric  crystals  are  like  distances  apart,  and  a  comparison  of  the 
densities  and  molecular  weights  of  various  compounds  crystallizing 
with  like  symmetry  in  the  isometric  system  shows  that  there  is  no 
fixed  ratio  between  them. 

A  more  definite  relation  between  the  density  of  a  crystal,  its 
molecular  weight  and  molecular  structure,  may  be  obtained  by 
approaching  the  subject  in  a  different  manner.  For  if  we  call  the 
space  in  a  crystal  structure  occupied  by  the  atoms  corresponding  to. 
a  chemical  molecule  a  space  unit,  then  the  centers  of  gravity  of  these 
space  units  form  a  space  grating  or  network  corresponding  to  the 
molecular  structure  of  the  crystal,  and  the  axial  ratios  of  the  crystal 
or  its  parameters  are  proportional  to  the  distances  of  these  space- 
units  in  the  directions  of  the  crystallographic  axes. 

Since  the  space  units  of  the  crystals  of  two  different  substances 
contain  a  chemical  molecule  of  the  substance  in  each  case,  the  mass 
of  each  must  be  proportional  to  the  molecular  weight  of  each  sub- 
stance. The  density  of  each  crystal  must  be  proportional  to  the 
molecular  weight  of  the  substance  and  inversely  proportional  to  the 

volume  of  the  space  unit,  d  =  rp .    From  this  ^  =  -r  and  V  '-^1  =  -;  •  -r^  • 

That  is,  the  volumes  of  the  space  units  in  the  crystal  structures  of 
different  substances  are  proportional  to  the  ratios  between  the  molecu- 
lar weight  and  density  in  each  case.  These  are  known  as  the  equiva- 
lent  volumes,  or  molecular  volumes  of  the  substances.^  The  molecular 
volume  is  the  volume  of  a  space  unit  of  a  crystallized  substance, 
which  is  assumed  to  have  the  form  of  a  parallelopipedon  correspond- 
ing to  an  element  of  the  network  or  space  grating  of  the  point  sys- 
tem of  which  the  crystal  is  constituted.  The  volume  of  such  an 
elemental  space  unit  may  be  expressed  in  terms  of  the  edges  of  the 
parallelopipedon,  Xf  <pf  <w>  which  are  proportional  to  the  parameters 
a,  h,  c  of  the  crystal.    These  quantities,  7,  <p,  w,  are  called  the  topic 

»P.   Groth.    Chemical  Crystallography,   translated  by  H.  Marshall.     New 
Yoik,  1906.    p.  39. 
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parameters.  Their  determination  depends  upon  the  value  of  the 
molecular  weight  of  the  compound,  the  accurate  determination  of 
the  density  of  the  crystal,  and  on  the  position  and  measurement  of 
the  crystal  forms  chosen  to  fix  the  value  of  the  parameters  of  the 
crystal.  A  fuller  discussion  of  the  subject  is  to  be  found  in  the 
work  on  Chemical  Crystallography  by  Groth  alreaidy  cited. 

But  it  is  further  true  that  since  there  are  two  hundred  and  thirty 
point-systems  possible  that  will  satisfy  the  symmetry  of  the  physical 
characters  of  crystals,  and  these  may  be  grouped  into  the  thirty-two 
classes  of  symmetry  recognized  in  crystallography,  it  follows  that 
compounds  exhibiting  like  symmetry  and  called  isomorphous  may 
still  possess  different  molecular  arrangements  and  different  numbers 
of  molecules  in  a  unit  of  volume. 

A  familiar  example  of  apparent  isomorphism,  where  there  is  not 
a  correspondence  in  molecular  arrangement  of  the  two  salts,  is  found 
in  the  case  of  calcite,  CaCOs,  dolomite  (Ca,Mg)C03,  and  magnesite 
MgCOa.  The  symmetry  of  calcite  and  dolomite  is  not  the  same, 
while  that  of  magnesite  is  in  doubt,  but  is  probably  the  same  as 
that  of  dolomite.  Calcite  is  scalenohedral;  dolomite,  trirhombo- 
hedral.  The  specific  gravity  of  calcite — 2.713 — with  the  heavier 
molecular  weight  is  less  than  that  of  magnesite — 3.0-3.12 — which 
has  the  lighter  molecular  weight. 

The  foregoing  considerations  would  seem  to  be  sufficient  to  ac- 
count for  the  lack  of  a  uniform  relation  between  the  density  of  a 
crystallized  compound  and  its  molecular  weight. 

Density  of  Isomorphous  Mixtures. — If  two  or  more  isomorphous 
compounds  crystallize  together  to  form  a  mixed  crystal  without 
condensation  or  loss  of  volume,  the  density  of  the  mixed  crystal  D 
should  equal  the  sum  of  the  densities  of  the  several  compounds, 
d^,  d^„  etc.,  multiplied  by  the  ratios  of  the  volumes  of  each 
compound,  v^,  v^,,  etc.,   to   the   volume  of   the  mixed   crystal  V. 

V  V  V 

That  is,  ^=dyT^+dyy-j^+d^/^-T^,  etc.,  or  DV='d,v,'\-d„v,,+d,^,i\„y  etc. 

When  the  volume  is  expressed  in  cubic  centimeters,  dv^g,  the  weight 

in  grams,  and  v  =  j.    From  this  it  should  be  possible  to  calculate 

the  density  of  a  mixed  crystal  when  the  densities  and  proportions 
of  the  components  are  known.  And  in  cases  where  only  two  iso- 
morphous compounds  are  crystallized  together  it  should  be  possible 
to  calculate  the  proportions  of  these  compounds  when  their  den- 
sities and  that  of  the  mixed  crystal  are  known,  for  y=Vy+v,,.    This 
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relation  of  densities  has  been  found  to  be  true  by  J.  W.  Retgers  ^  in 
the  case  of  isomorphous  compounds  investigated  by  him. 

Determination  of  Specific  Gravity.— Since  the  volume  of  any  sub- 
stance differs  at  different  temperatures  and  the  variation  is  not  the 
same  for  different  substances,  the  relative  densities  of  crystals  vary 
with  the  temperature.  Accurate  determinations  of  specific  gravity 
should  take  account  of  the  temperature  of  the  substances  compared. 
However,  the  variations  for  the  ordinary  range  of  temperatures  at 
which  determinations  are  made  are  slight  as  compared  with  those 
due  to  inclusions  or  impurities  in  crystals,  so  that  for  general  petro* 
graphical  purposes  it  is  not  necessary  to  note  the  temperature. 

It  is  self-evident  that  inclusions  of  other  substances,  solids,  liquids, 
or  gases,  affect  the  determination  of  the  specific  gravity  of  a  crystal. 
Material  prepared  for  specific  gravity  determination  should  be  as 
free  as  possible  from  inclusions,  and  those  present  should  be  noted 
both  as  to  kind  and  amount,  and  an  approximate  correction  recorded 
in  connection  with  the  observed  specific  gravity. 

Since  a  solid  immersed  in  water  displaces  a  volume  of  water  equal 

to  its  own  volume,  it  follows  that  the  difference  between  the  weight 

of  the  solid  in  air  and  its  weight  when  immersed  in  water  is  equal 

to  the  weight  of  the  displaced  water,  that  is,  the  weight  of  a  like 

volume  of  water.    The  ratio  then  between  its  weight  in  air  and  its 

W 
loss  of  weight  in  water  is  its  specific  gravity.   Specific  gravity = cr^r— — , 

when  W  is  the  weight  in  air,  and  w\  the  weight  in  water.  Since  the 
specific  gravity  or  relative  density  is  a  ratio,  it  is  a  matter  of  indiffer- 
ence in  what  kind  of  units  the  values  of  W  and  w\  are  expressed, 
provided  they  are  the  same  kind  in  any  one  case.  Consequently, 
the  determinations  may  be  made  in  units  of  weight  or  of  length,  that 
is,  proportional  parts  of  a  scale.  Some  of  the  commoner  methods 
of  determining  specific  gravity  are  the  following: 

By  means  of  a  chemical  balance  a  crystal  or  fragment  is  weighed 
in  air.  It  is  then  suspended  by  a  delicate  thread  or  by  a  platinum 
wire,  already  attached  to  the  balance,  and  immersed  in  a  vessel  of 
water  and  again  weighed.  The  wire  or  support  for  the  crystal  should 
be  immersed  to  the  same  extent  in  the  water  during  the  first  and 
second  weighings,  so  that  the  only  difference  between  the  weighings 
is  that  due  to  difference  in  the  position  of  the  crystal. 

It  is,  of  course,  necessary  to  free  the  crystal  from  attached  air 

» Zeitsch.  fiir  Phys.  Chem.,  4,  1889,  p.  190. 
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bubbles.  If  the  solid  to  be  weighed  is  a  porous  rock  or  aggregate 
of  crystals,  care  must  be  taken  to  allow  the  water  to  displace 
the  air  by  absorbing  it  gradually,  as  a  rapid  immersion  may  im- 
prison air  which  otherwise  would  escape.  It  may  be  necessary  in 
certain  cases  to  expel  the  air  by  heating  the  water,  after  which  the 
temperature  must  be  restored  to  that  at  which  the  weighing  in  air 
was  made. 

When  the  crystals  are  small  or  in  small  fragments  their  specific 
gravity  may  be  determined,  as  suggested  by  Penfield,  by  means  of  a 
email  tube  closed  at  one  end  (Fig.  4S),  having  a  platinum  wire  fused 
into  the  upper  end,  by  means  of  which  it  may  be  suspended  from 
one  limb  of  a  balance.    The  fragments  are  weighed  dry.    They  are 


then  boiled  in  water  to  free  them  from  air,  and  transferred  to  the 
tube,  which  is  suspended  from  the  balance,  and  are  submerged  in  a 
vessel  of  water  and  weighed.  The  same  tube  without  the  fragments 
is  weighed  in  water  as  before.  This  weight  subtracted  from  the 
weight  of  the  tube  containing  the  fragments  gives  the  weight  of  the 
fragments  in  water.  The  difference  between  this  and  their  we^ht 
in  air  is  the  weight  of  an  equal  volume  of  water,  from  which  the 
specific  gravity  is  determined. 

By  means  of  a  J<dly  balance  or  spring,  shown  in  Fig.  49,  the 
tpecific  gravity  of  a  crystal  may  be  found  with  approximate  accu- 
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racy,  by  noting  the  stretch  of  the  spring  when  the  crystal  is  in  the 
upper  pan  c  in  air,  and  also  that  when  the  crystal  is  in  the  lower 
pan  d  in  water.  The  difiference  between  these  stretches  corresponds 
to  the  loss  of  weight  in  water  (W  —  Wi).    The  stretch  of  the  spring 

when  the  dry  crystal  is  in  the  upper  pan  in  air  is  a  measure  of  its 

W 
weight  (W).    Specific    gravity  =pj^^ — ^.     Before  commencing    the 

determination  the  apparatus  is  adjusted  so  that  the  lower  pan  is 
in  the  water  and  is  freely  suspended.  The  position  of  the  spring  is 
noted  by  observing  the  reflected  image  of  any  point,  as  at  m  in  the 
figure.  The  dry  crystal  is  then  placed  in  the  upper  pan  and  the 
support  for  the  glass  containing  water  is  lowered  until  the  lower 
pan  occupies  the  same  position  in  the  water  it  did  before;  that  is, 
the  same  amount  of  wire  should  be  submerged  each  time  a  measure- 
ment of  the  spring  is  taken.  The  stretch  of  the  spring  is  determined 
by  observing  the  position  of  the  image  of  the  point  m  on  the  scale 
on  the  upright  mirror  A.  The  difference  between  the  two  positions 
of  the  point  m  corresponds  to  the  weight  of  the  crystal  in  air,  W. 
The  crystal  is  then  placed  in  the  lower  pan  and  the  support  B  is 
raised  until  the  pan  is  suspended  in  the  water  at  the  same  depth  as 
in  the  previous  observations.  The  position  of  the  image  of  m  is 
noted.     This  corresponds  to  the  weight  of  the  crystal  in  water,  Wi, 

The  difference  between  the  first  and  second  stretches,  W  —  Wi ,   corre- 

W 
sponds  to  the  weight  of  the  displaced  water.  Specific  gravity  =  j^ — ^ . 

The  best  results  are  obtained  when  the  crystal  stretches  the  spring 
to  about  the  middle  of  the  scale  on  the  mirror. 

Pycnometer, — When  the  crj'stals  are  small  or  in  small  fragments 
the  specific  gravity  may  be  determined  by  weighing  them  dry  on  a 
chemical  balance  and  also  weighing  a  vessel  containing  water.  The 
fragments  are  then  placed  in  the  water,  all  air  excluded,  the  water 
brought  to  the  same  position  in  the  vessel  as  before  and  the  whole 
weighed.  The  difference  between  the  weight  of  the  vessel  contain- 
ing only  water  plus  the  weight  of  the  dry  fragments  and  that  of  the 
vessel  containing  water  and  fragments  is  the  weight  of  the  displaced 
water.  The  weight  of  the  dry  fragments  divided  by  that  of  the 
displaced  water  is  the  specific  gravity  of  the  fragments. 

In  order  that  the  water  may  fill  the  vessel,  or  pycnometer,  to 
as  nearly  the  same  extent,  in  both  of)erations,  as  possible,  it  is  necessary 
to  provide  the  stopper  with  a  narrow  opening.  The  most  sensitive 
gauge  is  a  capillary'  tube  which  may  be  calibrated,  and  the  value 
of  the  units  of  the  scale  calculated  in  grams  of  water,  so  that  when 
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the  zero-point  of  the  scale  is  at  the  middle  of  the  tube  the  difference 
between  the  position  of  the  water  in  the  tube  at  the  time  of  the  two 
weighings  may  be  taken  into  account  in  fractions  of  grams. 

Pycnometers  should  be  as  small  as  possible,  in  order  to  reduce 
the  error  due  to  differences  in  the  amount  of  water  at  different  tem- 
peratures. The  water  should  be  at  the  same  temperature  at  both 
weighings.  Any  moisture  on  the  outside  of  the  pycnometer  should 
be  removed  by  drying.  As  small  a  stopper  as  possible  should  be 
used,  owing  to  the  difficulty  of  placing  it  at  exactly  the  same  level 
for  the  two  weighings. 

In  order  to  remove  all  air  from  the  fragments,  they  should  be 
heated  in  water  or  placed  under  an  exhaust-pump.  It  is  sometimes 
necessary  to  reduce  a  crystal  or  rock  to  minute  fragments  to  free  it 
from  inclusions  of  gas  or  liquid.  But  it  is  to  be  noted,  that  extremely 
minute  particles,  such  as  precipitates,  appear  to  have  a  higher  specific 
gravity  than  that  of  larger  masses  of  the  same  substance.  This  is 
accounted  for  by  the  condensation  of  the  water  at  the  surface  of  the 
solid  immersed  in  it.  The  smaller  the  fragments,  the  greater  the 
surface  for  a  given  mass  of  solid.  It  is  therefore  advisable  to  avoid 
reducing  the  size  of  the  fragments  beyond  what  is  necessary  in 
order  to  introduce  them  into  the  pycnometer. 

Heavy  Solutions. — For  the  purpose  of  separating  two  or  more  min- 
erals having  different  densities,  so  that  they  may  be  obtained  in  suffi- 
cient quantity  for  analysis,  liquids  may  be  prepared  having  such 
density  that  certain  of  the  minerals  may  be  floated  while  others  sink. 
Such  liquids  are  known  as  heavy  solutions^  and  may  be  prepared  in 
various  ways,  some  of  which  will  be  described  in  a  subsequent  para- 
graph. The  density  of  a  heavy  solution  may  be  lessened,  by  dilution, 
so  that  it  is  possible  to  reduce  it  gradually  until  it  is  the  same  as 
that  of  any  mineral  that  has  a  lower  density  than  the  maximum  for 
the  heavy  solution.  When  this  point  is  reached,  a  crystal  of  the 
mineral  will  remain  suspended  in  any  part  of  the  liquid,  without 
rising  or  sinking.  Since  the  solid  and  liquid  have  the  same  specific 
gravity,  either  may  be  taken  as  the  indicator  of  the  other.  If  the 
density  of  the  crj'^stal  is  known,  that  of  the  liquid  is  determined  by 
it.  Such  crystals  are  called  indicators  (p.  25),  and  are  used  for  fixing 
the  density  of  a  heavy  solution  at  a  given  point.  If  the  density  of 
the  crystal  is  unknown,  it  may  be  determined  by  determining  the 
specific  gravity  of  the  heavy  solution  in  which  it  is  in  equilibrium. 
This  may  be  done  by  means  of  a  balance  which  measures  the  buoy- 
ancy of  the  liquid. 
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The  Weatphal  Balance  has  been  devised  for  this  purpose.  It  is 
shown  in  Fig.  50,  and  consists  of  a  l>eam  supported  at  /  and  carry- 
ing a  glass  sinker  r  suspended  from  h.  The  distance  Ui  is  divided 
into  ten  parts.  It  is  so  weighted  at  the  other  end  that  when  the 
wnker  r  hangs  in  air  the  pointer  may  be  brought  to  zero  of  the  scale  s 
by  leveling  the  apparatus  with  the  screw  o.  Wire  riders  are  provided, 
of  such  weight  that  the  unit  is  equal  to  the  weight  of  water  displaced 
by  the  sinker  r  when  suspended  in  it.  There  are  also  riders  equal 
to  y*g  and  T  Js  of  this  unit.    The  heavy  solution  is  put  in  a  glass  and 
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the  sinker  suspended  in  it,  a  unit  rider  is  attached  to  the  hook  below  h 
for  each  whole  multiple  of  the  density  of  water,  and  the  others  are 
placed  on  the  beam  until  the  pointer  Is  at  zero  of  the  scale  s.  In 
the  figure,  the  riders  indicate  a  density  of  2.655,  for  there  are  two 
unit  riders  below  A,  one  at  .6,  a  -f^  rider  at  .5,  making  .05,  and  a  y^ 
rider  at  .5,  making  .005. 

Numerous  heavy  solutions  have  been  employed,  and  bear  the 
name  of  the  investigator  who  first  attempted  to  make  use  of  them 
or  described  their  characteristics.  Only  two  of  them  will  be  described 
in  this  connection;  the  others  may  be  found  in  Rosenbusch  and 
Wiilfing's  Mikroskopische  Physiographic.' 
I  Loc.  cit.,  p.  3S, 
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Sanstadt  or  Thoulet  Solution. — ^This  was  the  first  to  come  into 
general  use,  and  has  been  thoroughly  investigated  by  V.  Gold- 
schmidt.^  It  is  an  aqueous  solution  of  iodide  of  potassium  and 
mercury ;  and  is  very  po'sonous;  its  maximum  density  is  3.196  when 
prepared  in  the  following  manner: 

Mercuric  iodide  and  potassium  iodide  are  mixed  in  the  propor- 
tion of  Hgl2:KI::  1.24:1  by  weight,  with  a  slight  excess  of  potas- 
sium iodide,  and  are  dissolved  in  cold  water,  about  500  g.  of  the 
salt  to  80  ccm.  of  water.  This  is  evaporated  on  a  water-bath  until 
crystals  begin  to  form,  at  which  density  fluorite,  having  specific 
gravity  3.18,  will  float.  Upon  cooling,  the  density  reaches  3.196, 
according  to  Goldschmidt.  The  solution  is  stable  provided  a  few 
drops  of  mercury  are  added  to  it,  otherwise  iodine  separates 
and  darkens  the  color.  When  not  in  use  it  should  be  kept  from 
the  air. 

When  mixed  in  the  proper  proportions,  it  may  be  diluted  by  the 
addition  of  water  to  any  extent  and  subsequently  concentrated  by 
evaporation.  Metallic  iron  decomposes  the  solution  with  the  sepa- 
ration of  mercury.  It  is  therefore  necessary  to  remove  metallic 
iron,  by  means  of  a  magnet  or  otherwise,  from  crystal  fragments 
which  have  been  broken  in  an  iron  mortar. 

Retgers  Solution. — Of  several  heavy  solutions  suggested  by  J.  W. 
Retgers,  the  best  is  the  liquid  double  salt,  thallium-mercuro-nitrate, 
TlHgN206,  which  becomes  liquid  at  76°  C,  with  a  density  of  5.3. 
It  is  quite  fluid  and  transparent,  and  may  be  diluted  with  water  to 
any  extent.  It  does  not  attack  metallic  sulphides.  The  apparatus 
in  which  this  solution  may  be  used  is  described  on  p.  28.  Numer- 
ous other  solutions  have  been  investigated  by  Retgers,^  but  that 
just  mentioned  is  the  densest,  and  does  not  react  on  the  sulphides 
of  the  metals  which  may  occur  in  rocks. 

Other  solutions  which  may  be  found  described  by  Rosenbusch 
(loc.  cit.)  are:  Klein's ^  solution  of  cadmium  borotungstate  in  water, 
having  a  maximum  density  of  3.6;  Rohrbach  s^  solution  of  barium- 
mercury-iodide,  with  a  density  of  3.588;  Brauns's^  solution  of 
methylene  iodide,  CH2I2,  density  3.33;    and  others. 

>  Neues  Jahrb.  Min.,  etc.,  B.  B.  I.,  179,  1881. 
'Neues  Jahrb.  Min.,  etc.,  1896,  I,  212-221,  and  II,  183-195. 
»Comp.  Rend.,  93,  318,  1881;   Bull.  Soc.  Min.  Fr.,  4,  149,  1881;   and  Geol. 
Mag.,  8,  273,  1891. 

«  Neues  Jahrb.  Min.,  II,  186,  1883. 
»  Ibid.,  II,  72,  1886. 


CHAPTER  III. 

OPTICAL  PROPER^nES. 

Introduction. — ^The  physical  characters  of  crystals  which  show 
a  much  higher  degree  of  symmetry  than  exists  in  the  molecular 
arrangement,  and  yet  are  in  certain  classes  of  crystals  definitely 
related  to  the  molecular  structure,  embrace  the  optical,  thermal, 
electrical,  and  magnetic  properties  of  crystals,  so  far  as  concerns 
radiation  and  conductivity.  The  electrical  behavior  of  certain  crys- 
tals upon  changes  of  temperature  or  of  volume — pyroelectricity  and 
piezoelectricity — exhibit  much  lower  symmetry  than  that  of  elec- 
trical radiation  and  conduction. 

While  all  of  these  characters  are  of  fundamental  significance  in 
the  comprehension  of  crystals,  the  optical  properties  are  much  more 
easily  studied,  and  serve  as  a  ready  means  of  identification  of  most 
rock  minerals.  For  this  reason,  and  because  the  optical  methods 
of  investigation  of  minerals  are  chiefly  employed  by  petrographers, 
especially  the  microscopical  study  of  thin  sections  of  rocks,  the 
optical  properties  of  crystals  are  discussed  in  considerable  detail  in 
this  book.  The  other  properties  will  not  be  described  in  this  con- 
nection, as  they  have  not  as  yet  come  into  use  petrographically. 

In  order  to  employ  intelligently  the  methods  of  optical  investi- 
gation applicable  to  a  study  of  rocks  in  thin  sections,  it  is  necessary 
to  have  in  mind  the  fundamental  principles  of  the  undulatory  theory 
of  light  and  to  understand  the  special  application  of  these  to  the 
optical  phenomena  of  crystals.  For  this  reason  it  is  advisable  to 
present  a  brief  review  of  those  essential  features  of  the  undulatory 
theory  of  light  that  bear  directly  upon  the  optical  phenomena  of 
crystals,  especially  their  behavior  in  polarized  light. 

Light  is  a  form  of  energy  which  may  be  considered  to  be  trans- 
mitted as  undulations  or  weaves  in  the  ether  pervading  all  things. 
The  mode  of  transmission  of  these  wave  motions  in  amorphous  and 
in  crjrstallized  substances  is  the  subject  that  chiefly  concerns  petrog- 

97 


98  OPTICAL  PROPERTIES. 

raphers.  To  understand  wave  motion  it  is  necessary  to  begin 
with  simple  harmonic  motion  and  recall  the  definitions  of  several 
terms  which  are  frequently  used  in  the  discussion  of  the  phenomena 
in  question. 

Simple  Harmonic  Motion. — The  uniform  motion  of  a  particle  in  a 
circular  path  when  projected  on  a  diameter  of  the  circle  becomes  the 
motion  of  a  regular  oscillation  or  vibration  in  a  straight  line,  and 
corresponds  to  what  would  take  place  if  a  particle  of  an  elastic  medium 
at  rest  were  displaced  by  a  force  imparting  to  it  a  velocity  which 
decreased  with  the  distance  of  displacement  until  it  became  zero, 
at  which  moment  the  particle  would  be  drawn  back  with  increasing 
velocity  until  the  initial  point  was  reached,  when  the  acquired 
velocity  would  carry  the  particle  in  the  opposite  direction  and  the 
displacement  would  take  place  in  the  opposite  manner  to  that  first 
described. 

The  character  of  this  motion  will  be  understood  from  Fig.  1. 
A  particle  moving  uniformly  from  A  to  ^  in  the  circle  will  traverse 

equal   distances   AB,    BC,   etc.,    in   equal    times. 

'^\     When  projected  on  the  diameter  EE'  the  distances 

\  afe,   bCf   etc.,   are   traversed    in    equal   times,   the 

i  )  initial  velocity  at   a   in  the  direction    aE  being 

/  the  maximum.    The  velocity  at  a,  the  center,  is 

>/    equal  to  that  at  A  on  the  circle,  the  paths  being 

parallel. 

Fia.  1.  The  motion  back  and  forth  along  the  line  EE^ 

with  regularly  varying  velocity  is  simple  harmonic  motion,  or  periodic 
vibration. 

The  amplitude  of  the  motion  is  the  distance  aE  or  aE\  that  is, 
the  distance  from  the  median  point  to  that  of  the  end  of  the  swing. 
In  the  case  of  light  vibration  the  strength  of  the  light  or  its  intensity 
is  proportional  to  the  square  of  the  amplitude. 

The  period  of  vibration  is  the  interval  of  time  which  elapses 
between  the  passage  of  a  particle  from  a  given  point  to  its  next 
passage  from  the  same  point  in  the  same  direction. 

The  pha^e  of  the  motion  is  a  fraction  of  the  period  reckoned  from 
some  given  point  taken  as  the  origin  of  the  motion.  .  It  is  the  prac- 
tice to  call  the  motion  in  one  direction  from  the  median  point  of 
maximum  velocity  pluSf  that  in  the  opposite  direction  being  mimis. 

Wave  Motion. — When  a  simple  harmonic  motion  or  vibration 
is  compounded  with  a  uniform  motion  in  a  direction  at  right  angles 
to  the  line  of  vibration  the  resultant  motion  will  be  a  harmonic  curve 
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or  wave  form,  such  as  shown  in  Pig.  2.  Wave  motion  of  this  kind  in 
a  plane  may  be  considered  as  produced  by  a  vibration  in  a  line  EE' 
at  right  angles  to  the  linear  direction  of  transmission,  EPR,  of  the 
wave.  The  upper  point  of  maximum  displacement,  P,  is  called 
the  crest,  the  lower  point,  Q,  is  called  the  trough,  of  the  wave.  The 
distance  from  any  point,  P,  to  a  corresponding  point,  R,  on  the  next 
wave  is  a  wave  length.  A. 

Two  waves  are  in  the  same  phase  when  they  are  at  corresponding 
points  of  their  vibrations.  Thus  when  one  is  at  the  crest  the  other 
is  at  its  crest,  etc.  Two  waves  differ  by  half  a  wave  length,  or  have  a 
phasal  difference  of  one  half  A,  when  their  vibrations  are  similar 
but  in  opposite  directions.    Thus,  when  one  is  at  the  crest  the  other 
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Fig.  2. 

IS  at  the  trough.  When  one  has  plus  motion  the  other  has  minus 
motion. 

Ether  waves  of  different  lengths  (Ai,  A2,  A3,  etc.)  give  rise  to 
different  colors  of  light  or  heat.  For  violet  light  at  one  extreme 
of  the  spectrum  the  wave  length  (Av)  ia  about  0.000380  mm.  while 
for  red  near  the  other  end  the  wave  length  {X^  is  about  0.000760  mm. 
That  is,  >l^=2Av,  approximately.  The  velocity  of  transmission  of 
light  of  all  kinds  of  wave  lengths  is  the  same  in  vacuum,  but  in  any 
medium  the  velocity  of  transmission  varies  with  the  wave  length. 
There  is,  therefore,  one  velocity  for  violet  and  another  for  red  light. 

Since  waves  of  all  kinds  of  light  traverse  space  with  the  same 
velocities  but  have  different  wave  lengths,  the  periods  of  vibration 
must  be  different;  the  shorter  waves  corresponding  to  shorter  periods 
of  vibration. 

Wave  Surface. — If  wave  motion  be  produced  at  a  point  in  space 
it  will  be  transmitted  in  all  directions  from  the  point  outward,  and 
will  proceed  at  the  same  velocity  in  all  directions;  consequently,  at 
a  given  time  all  points  in  like  phases  of  vibration  will  be  equally 
distant  from  the  point  of  origin,  that  is,  they  will  lie  on  surfaces 
of  spheres  concentric  with  the  point  of  origin.    The  surface  at  which 
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the  wave  motion  is  in  like  phase  is  called  a  vxive  surface  or  uwrc 
front.  In  the  case  described  the  wave  surface  is  spherical.  If  the 
wave  motion  proceeded  from  many  points  situated  on  a  plane  sur- 
face it  would  be  transmitted  in  many  spherical  waves,  having  a  com- 
mon tangent  plane  parallel  to  the  surface  in  which  the  motion  orig- 
inated, and  the  resulting  wave  surface  would  be  a  plane.  If  the 
wave  motion  was  transmitted  with  different  velocities  in  different 
directions  and  the  variations  were  gradual  the  wave  surface  would 
be  a  warped  surface  of  some  sort. 

In  Fig.  3  the  circle  represents  the  cross  section  of  a  spherical 
wave  surface,  in  Fig.  4  the  ellipse  represents  the  section  of  an  ellip- 
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Fig.  4, 


tical  wave  surface.  The  direction,  or  line  along  which  the  wave 
motion  appears  to  have  traveled  from  o  to  reach  any  point  r  of  the 
wave  sun-ace,  has  been  called  a  rayj  which  is  a  useful  conception  for 
the  construction  of  diagrams  and  the  discussion  of  light  phenomena. 
The  plane  surface  at  the  extremity  of  a  ray  at  any  point  on  a  wave 
surface  is  called  the  ray  front.  With  warped  surfaces  the  ray  front 
at  any  point  is  the  tangent  plane  at  that  point.  The  normal  to  the 
ray  front  is  a  line  perpendicular  to  it. 

In  Fig.  3  it  is  seen  that  the  ray  front  is  at  right  angles  to  the 
ray,  and  the  normal  m  is  in  the  direction  of  the  ray.  While  in  Fig.  4, 
an  elliptical  surface,  the  ray  front  is  not  at  right  angles  to  the  ray 
except  at  the  extremities  of  the  major  and  minor  axes  of  the  ellipse. 
Likewise  the  normal  rn  to  the  ray  front  is  not  in  the  direction  of  the 
ray,  except  in  the  directions  of  the  principal  axes  of  the  ellipse. 

Media  in  which  wave  motion  is  transmitted  with  equal  velocities 
in  all  directions  are  called  isotropic.  They  include  gases,  most  liquids, 
unstressed  glasses,  and  unstrained  crystals  of  the  isometric  system. 
Media  in  which  wave  motion  is  transmitted  with  different  velocities 
in  different  directions  are  called  anisotropic.  They  include  stressed 
glasses  and  all  crystals  except  unstrained  ones  in  the  isometric  system. 

Reflection. — When  wave  motion  proceeds  from  one  medium  to 
another  it  generally  happens  that  from  the  surface  of  contact  between 
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the  two  media  there  proceed  two  wave  motions,  one  forward  into 
the  second  medium,  the  other  backward  in  the  first.  The  latter 
is  said  to  be  reflected  from  the  surface  of  the  second  medium. 

The  resultant  wave  motion  may  be  shown  by  the  accompanying 
Fig.  5  for  the  simple  case  of  isotropic  media.  Let  us  consider  the  case  of 
plane  faced  wave  motion,  corresponding  to  that  of  a  beam  of  parallel, 


monochromatic  light.  Let  P,  P',  P",  etc.,  be  the  parallel  rays  of 
such  a  beam;  MM'  the  surface  of  the  second  medium.  When  the 
ray  P  reaches  the  surface  MM'  the  wave  front  will  stand  at  aa'". 
The  wave  motion  along  the  line  Pa  that  is  reflected  back  in  the  first 
medium  will  start  from  a  with  the  same  velocity  as  it  had  before 
impact,  since  the  medium  is  the  same.  In  like  manner,  for  each 
of  the  parallel  rays  P',  P",  P'",  when  each  reaches  the  reflecting 
surface,  it  will  return  with  the  same  velocity  as  before.  At  the 
moment  when  P'"  has  reached  d  the  wave  motion  along  Pa  will 
be  somewhere  on  a  sphere  whose  radius  is  equal  to  the  distance 
ad!"  =  a'"d^vt,  the  distance  traversed  at  the  velocity  v  of  the  wave 
motion  in  the  time  t  elapsed  since  Pa  reached  the  surface  MM'. 
The  motion  along  P'h  will  have  reached  the  surface  of  a  sphere 
whose  radius  is  bd"=h"d,  and  that  along  P"c  will  be  on  a  spherical 
surface  whose  radius  is  cd'=c'd.  The  points  b"  ,c'  may  be  found  on 
P"'d  at  the  intersections  of  lines  from  b  and  c  parallel  to  aa'" , 
Similarly  for  all  the  parallel  rays  of  the  beam;  consequently,  the 
wave  front  will  be  a  plane  tangent  to  all  of  these  spherical  surfaces, 
and  will  cut  the  plane  of  the  diagram  containing  the  rays  P,  P', 
P",  P'",  in  the  line  dd'".  The  ray  whose  front  is  at  d'"  is  ad'"  which  is 
therefore  the  reflection  of  Pa, 

Erecting  a  normal  at  a,  the  angle  Pan  is  the  angle  of  incidence  i, 
and  nad'"  the  angle  of  reflection  r.  These  are  equal,  since  both 
the  triangles  Qa"'d  and  add'"  have  a  right  angle,  a  common  hypoth- 
enuae,  and  the  sides  a"'d  and  ad'"  equal,  therefore  the  angles  daa'" 
equals  the  angle  add'"y  and  daa"' = Pan  and  add'"  ^  nod"'.    That  is, 
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rwd'^'^  Party  r=i.  The  angle  of  reflection  is  equal  to  the  angle  of 
incidence.  The  reflected  ray  and  incident  ray  are  in  the  same  plane 
as  the  normal  to  the  surface  when  the  medium  is  isotropic. 

When  light  is  reflected  from  a  surface  the  amount  reflected  rela- 
tive to  the  amount  of  incident  light  varies  greatly  according  to  the 
relative  density  of  the  two  media,  the  angle  of  incidence  and  cer- 
tain qualities  of  the  media  depending  on  their  molecular  elasticity. 
This  gives  rise  to  the  character  called  the  liLsier  of  a  crystal. 

Refraction. — When  wave  motion  is  transmitted  from  one  medium 
to  another  it  progresses  in  the  second  with  a  different  velocity  de- 
pending on  the  relative  densities  of  the  two  media.  The  velocity 
of  transmission  varies  also  with  the  wave  length — color  of  the  light. 
In  an  isotropic  medium  the  velocity  for  any  given  color  is  constant 
in  all  directions.  When  a  wave  motion  passes  from  one  isotropic 
medium  into  another  its  direction  of  transmission  is  changed  with 
its  velocity  and  according  to  the  angle  of  incidence  at  the  surface 


Fig.  6. 

of  the  media,  as  is  shown  in  Fig.  6.    Let  a  beam  of  parallel  rays 

P,  P',  P",  etc.,  meet  a  second  medium  at  an  angle  Pan.     Let  v 

be  the  velocity  of  transmission  in  the  first  medium  and  v'  the  velocity 

in  the  second  medium.    When  the  ray  Pa  has  reached  the  surface 

MM\  the  wave  front  is  at  ad.     When  the  ray  P''c  has  reached 

the  surface  MM',  the  ray  Pa  will  have  advanced  in  the  second  medium 

a  distance  as  proportional  to  the  relative  velocities  in  the  second 

and  first.    For  if  dc==vt  and  as^v'ty  when  the  times  are  equal 

dc    as  dc    V 

—  =  -7,  —  =  —/.    The  ray  front  for  Pa  will  be  somewhere  on  a  sphere 

V     V    as    V  ^ 

whose  radius  is  as.    The  same  will  be  true  for  all  intermediate  parallel 
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rays.  The  wave  front  within  the  second  medium  will  be  a  plane 
tangent  to  all  the  spheres  from  a  to  c,  the  latter  being  zero  at  the 
moment  when  P"  reaches  the  surface  MM\  Since  the  second 
medium  is  isotropic  the  ray  front  is  at  right  angles  to  the  ray  and 
the  direction  of  the  continuation  of  the  ray  Pa  within  the  second 
medium  will  be  found  by  connecting  a  with  the  point  of  tangency  s 
of  the  wave  front  with  the  sphere  about  a,  that  is,  as.  The  direc- 
tion of  the  ray  Pa  has  been  changed  or  refracted  on  entering  the  second 
medium.  The  angle  of  refraction  is  measured  from  a  normal  nn\ 
and  bears  a  constant  ratio  to  the  angle  of  incidence  which  appears 
from  the  triangles  acd  and  acs.  Each  is  a  right-angle  triangle,  with 
common  hypothenuse  ac.     In  these 

dc=ac  sin  dac=ac  sin  Pan^ac  sin  i, 
as=ac  sin  acs^ac  sin  8an'=ac  sin  r, 

where  i  is  the  angle  of  incidence,  Pan,  and  r  the  angle  of  refraction, 

dc     V 
8an\    But  —  =  -7  when  v  is  the  velocity  of  transmission  in  the  first 
OS    r 

medium  and  i/  that  in  the  second.     Hence 

v=ac8\ni    and    i/  =  acsinr, 

ac  being  alike, 

sin  i    sin  r  sin  i     v  ^     ^ 

=  — 7-     or    -: —  = -7  ==n,  a  constant. 

V  v  sm  r    v' 

That  is,  the  sine  of  the  angle  of  refraction  bears  a  constant  ratio 
to  the  sine  of  the  angle  of  incidence,  the  ratio  being  the  same  as 
that  between  the  velocities  of  transmission  in  each  medium. 

The  velocity  of  transmission  of  light  waves  is  less,  the  denser 

the  medium.    Therefore,  when  light  passes  from  a  rarer  to  a  denser 

sin  i        V 
medium,  the  ratio  -^ —  =  _ —  is  greater  than   unity,  the  angle  of 

incidence  is  greater  than  that  of  refraction,  and  the  refracted  ray 

is  bent  toward  the  normal.    When  light  passes  from  a  denser  to  a 

sm  %        V 
rarer  medium,  the  ratio  - — =  — — -  is  less  than  unity,  the  angle  of 

sm  r    t7i  >i; 

incidence  is  less  than  that  of  refraction,  and  the  refracted  ray  is 

bent  away  from  the  normal  (Fig.  7). 

sin  i     V 
The  constant  n—'-. — =-7  is  called  the  index  of  refraction  when 

sm  r     1; 

one  of  the  two  media  is  used  as  a  basis  of  comparison.    In  most 
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cases  the  medium  chosen  as  a  standard  is  air.  In  isotropic  media 
the  index  of  refraction  varies  with  the  wave  length  of  the  light  trans- 
mitted, but  for  a  given  wave  length  is  constant  for  all  directions  in 
a  given  substance,  and  is  characteristic  of  the  substance.  The  rela- 
tion between  the  index  of  refraction  and  the  wave  length  is  expressed 

very  nearly  by  the  equation  n=^A-\-T7y,  when  A  and  B  are  constants 

A" 

peculiar  to  each  substance.  From  this  it  is  seen  that  the  value  of  n 
increases  as  that  of  k  decreases.     That  is,  the  smaller  the  wave 


Fig.  7. 

length,  the  larger  the  index  of  refraction,  which,  therefore,  is  lai^ger 
for  violet  light  than  for  red. 

When  white  light  enters  an  isotropic  medium,  the  violet  rays  have 
smaller  angles  of  refraction  than  the  red.  They  are  bent  nearer 
to  the  normal  and  are  more  strongly  refracted.  This  leads  to  a 
dispersion  of  the  component  wave  motions  of  white  light,  and  the 
production  of  the  colors  of  the  spectrum  in  the  well-known  order 
of  arrangement,  from  red,  through  orange,  yellow,  green,  blue,  to 
violet. 

Critical  Angle — Total  Reflection. — When  wave  motion  passes  from 

a  denser  to  a  rarer  medium,  as  already  said,  the  angle  of  refraction 

sin  i 
is  greater  than  the  angle  of  incidence,  -: — <  1.     It  follows  that,  as 
°  sm  r  ' 

the  angle  of  incidence  increases  in  values,  there  is  a  position  in  which 

the  angle  of  refraction  becomes  90^  before  the  angle  of  incidence 
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has  reached  that  value.     Light  impinging  upon  a  surface  at  this 

particular  angle  would  not  enter  the   second,  rarer  medium,  but 

would  pass  parallel  to  its  surface.    This  angle  of  incidence  is  called 

the  critical  angle.     If  the  angle  of  incidence  becomes  greater  than 

the  critical  angle,  the  light  will  be  totoMy  reflected  from  the  surface. 

sin  i    V 
When  the  angle  of  refraction,  r,  is  90  \  ein  r=  1,  and  '-: —  =  —.  becomes 

^  sm  r    V 

sm  t=-7=n. 

The  values  for  n,  the  index  of  refraction,  as  determined  for  solids 
and  liquids  and  as  used  for  crystals  and  glasses,  are  given  with  respect 
to  air,  when  light  passes  from  a  rarer  into  a  denser  medium.  In  the 
expression  for  the  critical  angle,  sin  i=n,  the  value  of  n  is  the  recii>- 
rocal  of  that  used  as  the  index  of  refraction,  since  for  the  critical  angle 
light  passes  from  the  denser  to  the  rarer  medium.  Therefore,  the 
critical  angle  of  any  crystal  or  glass  with  respect  to  air  may  be  found 

from  the  expression  sin  i  =  — ,  in  which  n  is  the  index  of  refraction 

of  the  substance. 

Application. 

The  phenomena  of  reflection,  refraction,  and  total  refieetion  find 
various  expressions  in  the  optical  study  of  minerals  and  their  inclu- 
sions, both  w^hen  observ^ed  with  the  unaided  eye  and  when  studied 
microscopically. 

Lenses. — ^The  refraction  of  light  by  isotropic  media  finds  its  most 
important  application  in  the  construction  of  lenses  of  glass  for  mag- 
nifying minute  objects,  as  well  as  in  the  form  of  the  lens  of  the  eye 
and  its  relation  to  the  retina  and  to  sight.  A  few  principles  necessary 
to  the  understanding  of  the  construction  and  use  of  the  microscope 
should  be  reviewed  in  this  place. 

A  simple  lens  is  constructed  of  homogeneous,  isotropic  material, 
commonly  glass,  in  such  a  manner  that  its  surfaces  are  spherical 
curves  of  various  curvatures.     In  certain  lenses  one  side  is  a  plane. 


V'F' 


Fig.  8.  Fiq.  9. 

For  every  thin-edged  lens  there  is  a  real  focus,  F  (Fig.  8),  at  which 
all  rays  from  a  beam  of  parallel  rays  converge.     There  is  a  real  focus 
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on  each  side  of  the  lens.  These  are  not  at  the  same  distance  from 
the  lens,  except  when  the  two  surfaces  have  the  same  curvature  in 
opposite  directions.  With  thick-edged  lenses,  the  rays  from  a  beam 
of  parallel  light  diverge  upon  passing  through  it  and  converge  toward 
the  side  from  which  the  light  enters.    This  is  called  a  virtual  focus, 

as  at  F'  in  Fig.  9. 

From  Fig.  10  it  is  evident  that,  if  F  is  the  real  focus  of  a  lens, 
rays  passing  from  a  more  distant  point,  O,  through  the  lens  will  not 


.^^ 
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Fig.  10. 


become  parallel,  but  will  converge  to  some  point,  0',  while  those 
from  a  less  distant  point,  P,  will  diverge  upon  leaving  the  lens.  From 
this  it  is  evident  that  an  object  at  a  greater  distance  than  the  real 


Fig.  11. 

focus  will  yield  a  real  image  (Fig.  11)  on  the  other  side  of  the  lens, 
which  will  be  inverted  and  will  be  the  same  size,  A'B',  as  the  object 
when  the  distance  is  twice  that  of  the  real  focus,  as  AB,  but  will  be 
smaller,  C'D\  when  the  distance  is  greater,  as  CD;  and  will  be  larger, 
O'H^,  when  the  distance  is  less  than  twice  the  distance  of  the  real 
focus,  as  GH,  If  the  object  is  nearer  the  lens  than  the  real  focal 
distance,  as  PQ,  the  diverging  rays  will  yield  a  virtual  image,  P'Q\ 
which  will  be  larger  than  the  object. 

Compound  lenses  are  constructed  of  two  or  more  simple  ones, 
so  shaped  as  to  correct  the  distortion  necessarily  produced  by  lenses 
with  spherical  surfaces,  spherical  aberration,  and  to  obviate  the 
difficulty  of  preparing  properly  curved  ellipsoidal  or  hyperboloidal 
ones.    They  are  sometimes  also  constructed  of  several  different  kinds 
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of  glass,  in  order  to  counteract  the  different  degrees  of  refraction 
for  different  kinds  of  light,  chromatic  aberration,  which  obtains  in 
any  given  isotropic  medium.  They  may  also  be  arranged  with 
special  reference  to  producing  an  image  with  a  particularly  thin  focal 
plane,  or,  in  other  cases,  with  considerable  depth  to  the  focal  plane, 
furnishing  greater  penetration. 

Microscope. — Combinations  of  lenses  are  used,  as  in  the  micro- 
scope, in  order  to  transform  a  real  image  of  moderate  size  into  a  much 
larger  virtual  image,  thereby  magnifying  the  object  to  a  considerable 
extent.  The  combination  ordinarily  used  in  a  petrographical  micro- 
scope is  shown  in  Fig.  12,  which  represents  a  diagrammatic  section 
through  the  tube  of  a  microscope  whose  general  outward  appear- 
ance is  shown  in  Fig.  13.  The  compound  objective  lens,  06,  is  placed 
so  as  to  furnish  a  diverging  beam  of  light  from  an  object,  PQ,  which 
is  focused  in  an  inverted,  real  image  at  P'Q'  after  passing  through  a 
lens,  C.  The  lens  0  is  so  placed  as  to  furnish  to  the  eye,  E,  an  en- 
larged virtual  image  of  P'Q'  at  P^'Q",  Variations  in  the  magnify- 
ing power  are  obtained  by  employing  objective  lenses  with  different 
focal  lengths,  and  also  by  using  different  combinations  of  the  ocular 
lenses  0  and  C  Owing  to  the  need  of  frequent  changes  of  objective 
lenses  in  the  microscopical  study  of  rock  sections,  it  is  convenient 
to  attach  these  lenses  to  the  lower  end  of  the  tube  by  means  of  a 
spring  clamp,  k,  in  Fig.  13,  obviating  the  screwing  and  unscrewing 
of  the  lenses. 

For  most  purix)ses  the  light  used  is  transmitted  by  reflection 
from  a  mirror  beneath  the  stage  passing  through  a  lens  S  (Fig.  12), 
which  condenses  it  somewhat  on  the  object  placed  upon  the  stage. 
When  it  is  desired  to  increase  the  condensation  or  illumination,  a 
lens  of  shorter  focus  is  inserted  above  S,  by  shifting  a  handle  6 
(Fig.  13),  which  moves  the  upper  lens  to  the  center  of  the  stage.  A 
proper  adjustment  of  the  illumination  is  obtained  by  means  of  a 
screw  beneath  the  stage  which  raises  or  lowers  the  tube  in  which 
the  lower  lens  S  is  fixed.  In  order  to  cut  off  marginal  rays  and 
reduce  the  illumination  to  a  narrower  beam  through  the  center  of 
the  lens  an  iris  diaphragm  is  placed  beneath  the  lens  S  at  i  (Fig.  12) . 
It  is  regulated  by  a  knob  at  Z  with  an  indicator  registering  the  diam- 
eter of  the  opening  on  a  scale  indicating  millimeters. 

In  order  to  determine  the  magnifying  power  of  a  combination 
of  lenses  a  scale  or  micrometer  etched  on  glass  is  placed  so  as  to  coin- 
cide with  the  real  image  at  P'Q\  The  virtual  image  of  this  scale 
is  compared  with  a  scale  of  hundredths  of  millimeters  placed  on  the 
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stage  of  the  microscope,  and  the  ratio  between  the  two  is  noted. 
The  value  of  a  unit  distance  on  the  micrometer  scale,  in  parts  of  a 
millimeter,  is  in  this  way  fixed  for  a  given  combination  of  lenses. 


F[Q.  13. 
Another  method  consists  in  using  a  shifting  eyepiece  furnished  with 
CTOS8  hairs  to  mark  a  point  on  the  object  to  be  measured  and  a  gradu- 
ated screw  thread  to  measure  the  distance  through  which  the  cross 
hairs  are  moved  over  the  object. 
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To  measure  an  angle  between  two  lines  in  the  plane  of  the  stage 
of  the  microscope,  that  is,  in  the  plane  of  a  rock  section  resting  upon 
it,  it  is  necessary  to  rotate  the  stage  about  the  axis  or  the  line  of 
sight  of  the  microscope;  or  the  ocular  containing  cross  hairs  may 
be  rotated.  The  ordinary  method  is  to  rotate  the  stage,  which  is 
provided  with  a  graduated  circumference  and  a  vernier  scale.  The 
cross  hairs  serving  at  datum  lines,  intersecting  one  another  at  90®, 
are  placed  in  the  focus  of  the  real  image  at  P'Q'.  To  accommodate 
different  eyesights  the  lens  0  is  adjustable  by  means  of  a  sliding 
tube,  so  that  it  may  be  focused  on  the  fixed  cross  hairs.  In  order 
that  the  stage  may  rotate  about  the  center  or  line  of  sight  of  the 
microscope,  the  tube  carrying  the  objective  lens  is  centered  to  the 
stage  by  means  of  two  screws,  one  of  which  is  shown  at  T  (Fig.  14). 
The  method  of  adjustment  is  understood  from  the  figure.  Let  p 
be  a  point  in  an  object  on  the  stage  which  has  been  placed  beneath 


T' 


Fig.  14. 


Fig.  15. 


the  intersection  of  the  cross  hairs,  and  let  the  circle  p,  p',  p"  be  the 
path  described  by  the  point  when  the  stage  and  object  is  rotated 
360®.  Clearly  the  center  of  the  stage  is  at  C  To  bring  the  center 
of  the  lens  system  and  cross  hairs  in  line  with  c  it  is  necessary  to 
turn  the  screw  T  so  as  to  move  the  cross  hairs  so  that  their  inter- 
section is  half  way  between  p  and  p'  as  at  a,  and  to  turn  the  screw  T' 
so  that  the  intersection  of  the  cross  hairs  is  half  way  between  p  and  p", 
as  at  h.  This  is  accomplished  by  rotating  the  stage  until  the  point  p 
reaches  p'  on  the  line  of  one  of  the  cross  hairs,  and  adjusting  with 
the  screw  T  until  the  point  p  moves  as  far  as  a.  Then  the  rock  sec- 
tion or  other  object  is  moved  on  the  stage  until  the  point  p  is  beneath 
the  intersection  of  the  cross  hairs  (Fig.  15).  The  stage  is  then  rotated 
until  the  point  is  at  p"  and  the  adjustment  is  made  by  the  screw  T' 
untfl  the  point  reaches  h.  The  center  of  the  circle,  c,  will  have  moved 
to  the  intersection  of  the  cross  hairs.  Owing  to  the  wear  of  the 
socket  of  the  objective  lenses  in  the  clamp  k  it  is  not  possible  to 
maintain  a  perfect  centering  for  any  one  lens.  Its  center  shifts 
each  time  it  is  moved.    For  this  reason  other  methods  of  rotation 
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have  been  adopted  in  other  forms  of  microscope.  In  one  the  stage 
and  objective  lens  retain  a  fixed  relation  to  one  another  and  are 
rotated  together,  the  ocular  lenses  and  cross  hairs  remaining  sta- 
tionary. In  another  arrangement  the  ocular  lenses  and  cross  hairs 
rotate  and  the  stage  and  objective  lens  remain  stationary.  Various 
forms  of  microscopes  are  described  and  figured  in  the  work  by 
Rosenbusch  and  Wiilfing  already  cited.^ 

Luster  of  Minerals. — Refiection  of  light  from  the  surface  of  min- 
erals, their  luster,  considered  independently  of  the  kind  of  light, 
the  color,  varies  with  the  character  of  the  surface  in  the  first  instance; 
a  smooth,  continuous  surface  reflecting  better  than  a  rough  one. 
From  surfaces  with  similar  smoothness  the  amoimt  of  light  reflected 
varies  with  the  index  of  refraction  of  the  reflecting  substance.  Sub- 
stances with  higher  refraction  exhibit  more  brilliant  lusters.  % 

The  names  employed  to  describe  the  luster  are  of  a  very  general 
character,  such  as  adamantine,  resembling  the  luster  of  a  diamond; 
vitreous y  resembling  that  of  glass;  resinous,  like  that  of  resin;  pearly, 
like  that  exhibited  by  pearl,  etc.  As  already  said,  one  substance 
may  exhibit  dififerent  degrees  of  luster  according  to  the  character 
of  the  reflecting  surface.  The  following  examples  of  the  highest 
luster  of  certain  minerals  show  the  correspondence  between  the 
luster  and  the  average  refraction  and  also  the  vagueness  of  the  terms 
"  adamantine  "  and  "  vitreous." 

Aver.  Refr.  Highest  Liuter. 

3.016 Adamantine Pyrargyrite 

2.969 "  Cinnabar 

2.7115 "  Rutile 

2.4278 "  Diamond 

2.4007 "  Sphalerite 

2.0288 "  Cassiterite 

1.9519 "  Zircon 

1 .7659 Adamantine  to  vitreous Corundum 

1 .  6334 Vitreous Tourmaline   (colorless^ 


1.6011. 
1.5472. 
1-5229. 
1.4827. 
1.4336. 
1.3104. 


,  Calcite. 
.  Quartz 
.  Orthoclase 
,  Sodalite 
.  Fluorite 
Ice 


'  The  principal  makers  of  petrographical  microscopes  are:  In  Germany, 
R.  Fuess,  Steglitz  near  Berlin;  C.  Leiss,  Jena;  E.  Leitz;  W.  and  H.  Seibert; 
in  Austria,  C.  Reichert,  Vienna;  in  France,  A.  Nachet,  Paris;  in  England,  Swift 
A  Son,  London;    in  the  United  States,  Bausch  &  Lomb,  Rochester,  N.  Y. 
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Reflections  from  inclusions  within  transparent  substances  pro- 
duce effects  entirely  foreign  to  the  substances  themselves.  Such 
effects  are  frequently  combined  with  interference  phenomena,  to  be 
described  later.  As  examples  of  the  effect  of  simple  reflection  may 
be  mentioned  metallic  reflection  from  inclusions  within  colorless 
minerals  like  quartz,  feldspars,  etc.  The  white  color  of  many  min- 
erals is  due  to  the  reflection  of  light  from  minute  inclusions,  color- 
less themselves,  having  a  lower  index  of  refraction  than  the  sur- 
rounding mineral;  such  as  inclusions  of  gas  and  liquid  in  minerals, 
corresponding  to  the  familiar  case  of  gas  in  liquid,  as  in  foam.  It 
is  not  necessary  that  the  inclosed  substance  possess  a  lower  refrac- 
tion than  the  surrounding  one,  for  where  both  are  colorless  and  the 
inclusions  are  abundant  the  effect  is  the  same,  since  the  light  passes 
from  the  denser  inclusion  to  the  rarer  substance  containing  it.  A 
familiar  example  is  that  of  water  particles  in  air,  and  the  appear- 
ance of  white  clouds. 

When  the  size  of  the  particles  reflecting  light  is  less  than  half 
a  wave  length  of  light  (A„=  .000380  mm.),  the  reflected  light  is  blue 
like  the  sky.  This  phenomenon  is  exhibited  by  quartzes  in  certain 
rocks,  and  possibly  sometimes  by  orthoclase  (sanidine)  and  albite 
in  others. 

Phenomena  produced  by  different  degrees  of  refraction  in  adja- 
cent substances  are  chiefly  noticeable  in  thin  sections  of  minerals 
and  rocks  mounted  in  Canada  balsam,  when  seen  in  transmitted 
light  under  a  microscope.  These  phenomena  are  useful  in  deter- 
mining the  character  of  minerals  and  other  substances  found  in 
rocks  and  may  be  described  as  follows: 

Outline  and  Relief  of  Mineral  Substances  in  Thin  Sections 
Mounted  in  Canada  Balsam. — In  the  case  of  colorless  material,  as 
glass  or  crystal,  it  is  evident  that  if  the  crystal  and  balsam  have  the 
same  index  of  refraction  and  are  equally  colorless,  the  outline  of  one 
against  the  other  will  not  be  visible.  There  will  be  no  refraction  of  the 
light  in  passing  from  one  substance  to  the  other.  This  case  is  nearly 
realized  with  quartz,  orthoclase,  or  albite  in  balsam.  It  is  more 
nearly  realized  when  quartz  crystals  lie  in  perfect  contact  with  one 
another,  and  is  completely  realized  when  several  crystals  of  the  same 
isotropic  substance  are  in  contact,  such  as  small  leucites.  In  the 
last  case  the  outline  between  two  individuals  is  not  visible.  In 
proportion  as  there  is  a  difference  between  the  refraction  of  a  color- 
less crystal  and  that  of  the  surrounding  colorless  matrix  the  out- 
line of  the  crystal  is  more  noticeable. 
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This  is  due  to  shadows  of  greater  or  less  intensity  occurring  on 
edges  which  act  as  inclined  surfaces  producing  reflections  and  re- 
fractions according  to  the  angle  of  incidence.  Light  which  strikes 
such  an  inclined  surface  outside  the  critical  angle  is  totally  reflected, 
and  that  passing  through  at  other  angles  is  diffused  or  condensed,  as 
explained  on  page  116.  The  same  phenomena  occur  along  cracks  in 
the  cr}'stal  section.  Outlines  and  cracks  appear  shadowed  or  illumi- 
nated with  greater  intensity  as  the  difference  between  the  refraction 
of  the  two  substances  in  contact  is  greater. 

Another  phenomenon  dependent  on  difference  of  refraction  in  the 
crystal  and  surrounding  matrix,  the  balsam,  arises  from  the  uneven- 
ness  of  the  artificial  surface  groimd  on  the  section  of  crystal.  Light 
passing  in  parallel  rays  across  this  uneven  surface  is  refracted  in 
many  different  directions,  because  of  the  different  angles  of  inci- 
dence at  the  irregular  surface.  Hence  there  are  spots  where  refracted 
rays  converge  and  others  where  they  diverge,  the  former  are  more 
strongly  illuminated,  the  latter  less  so.  There  results  a  mottled 
illumination  of  the  surface  of  the  crystal  section,  which  is  more  pro- 
nounced the  greater  the  difference  in  refraction  of  the  crystal  and 
balsam.    The  surface  of  the  crystal  is  said  to  be  shagreened. 

The  pronounced  mottling  and  noticeable  outline  and  cracks 
appear  whenever  there  is  considerable  difference  of  refraction  between 
the  crystal  and  surrounding  balsam,  whichever  is  more  highly  refrac- 
ting. These  characters  therefore  distinguish  minerals  with  rela- 
tively high  index  of  refraction  and  also  those  with  relatively  low 
refraction.  Among  the  rock-making  minerals  there  are  many  with 
rather  high  refraction,  such  as  pyroxene,  olivine,  and  melilite,  but 
there  are  very  few  with  refraction  noticeably  lower  than  balsam, 
such  as  fluorite;  with  this  may  be  compared  water  and  gas  as  inclu- 
sions. Sections  of  minerals,  like  quartz,  feldspar,  and  leucite,  having 
nearly  the  same  refraction  as  balsam,  appear  to  have  an  extremely 
smooth  surface,  and  to  have  scarcely  visible  cracks  or  outline.  Con- 
sequently, when  crystals  of  various  kinds  are  in  contact  with  one 
another  in  rock  sections  mounted  in  balsam,  those  whose  refraction 
is  noticeably  different  from  balsam,  higher  or  lower,  appear  in  dis- 
tinct relief  as  compared  with  minerals  having  nearly  the  same  refrac- 
tion as  balsam.  In  like  manner,  the  character  of  microscopic  inclu- 
sions in  minerals  may  be  judged  by  means  of  the  breadth  of  shadow 
along  their  margin.  Gas  bubbles  in  quartz  have  broader  shadow 
margins  than  liquid  inclusions  of  the  same  shape  and  size,  and  these 
have  broader  ones  than  glass  inclusions  whose  refraction  is  nearly 
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the  same  ae  that  of  quartz.     Of  course  the  shape  of  the  inclustoa 

modifiea  the  phenomenon. 

Determination  of  the  Relative  Values  of  Indices  of  Refraction  in 

Thin  Sections  of  Hinerals.  Becke'8  Method.— An  exceedingly  simple 
and  delicate  method  of  determining 
the  relative  values  of  the  refraction 
of  two  adjacent  transparent  sub- 
stances in  close  contact  has  been 
described  by  F.  Becke.     It  is  based 

ion  the  principle  of  total  reflection  of 
light  passing  from  a  denser  to  a 
rarer  medium  when  the  incidence  is 
outside  the  critical  angle.  In  Fig.  16 
let  D  be  a  mineral  plate  having 
higher  refraction  than  an  adjacent 
mineral  d,  and  let  the  plane  of  con- 
tact between  them  be  vertical.  A 
^°-  ^*-  l^am  of  transmitted  light  perpen- 

dicular to  the  section  contains  besides  normal  rays  converging  rays, 
which  traverse  the  section  in  the  manner  shown  in  Fig.  16.  That 
is,  all  rays  passing  across  the  contact  plane  from  the  rarer  to  the 
denser  mineral  pass  through  the  plane,  but  those  passing  from  the 
denser  toward  the  rarer  do  not  all  pass  through;  those  outside  the 
critical  angle  are  reflected  back  in  the  denser  medium  and  increase 
the  illumination  on  the  side  of  the  denser  mineral.  In  cases  where 
the  critical  angle  is  lai^e,  the  two  media  having  nearly  the  same 
refraction,  the  pencil  of  light  which  may  be  reflected  to  one  side 
is  extremely  small,  so  that  with  a  broad  beam  of  light  the  whole 
illumination  masks  the  phenomenon  just  described.  By  cutting 
down  the  beam  by  diaphragmtng,  the  effect  of  the  reflected  light  is 
increased.  It  is  also  more  noticeable  the  higher  the  power  of  the 
objectives. 

When  the  objective  of  the  microscope  is  focuased  on  the  middle 
of  the  contact  plane,  as  at  0  in  Fig.  17,  the  reflected  rays  B  are  evenly 
distributed  about  0'  in  the  image  D'd'.  Upon  slightly  raising  the 
tube  of  the  microscope,  as  in  Fig.  IS,  the  reflected  rays  B  appear 
to  one  side  of  0'  and  on  the  side  of  the  mineral  with  higher  refrac- 
tion  D'.  Upon  sinking  the  tube,  as  in  Fig.  19,  the  reflected  rays 
appear  on  the  side  of  0'  toward  the  mineral  with  lower  refraction  d'. 
When  a  microscopic  crystal  of  apatite  surrounded  by  quartz  is  ob- 
served in  transmitted  light,  since  it  has  a  stronger  refractiari' l^iiaa' 
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quartz,  it  will  appear  brightly  illuminated  when  the  tube  of  the 
microscope  is  raised  above  the  focus  of  the  outline  of  the  apatite. 
On  the  other  hand,  an  inclusion  of  gas  will  appear  brightly  illuminated 
at  the  center  when  the  microscope  tube  is  lowered  from  the  focus. 
This  method  is  so  delicate  that  it  serves  to  detect  differences  of 
refraction  amounting  to  0.001.  It  is  particularly  valuable  in  dis- 
tinguishing colorless  minerals  with  nearly  the  same  refraction,  such 
as  quartz,  feldspars,  the  feldspathic  minerals,  and  rock  glass.     Its 


Fio.  18. 


Fig.  19. 


special  application  to  these  minerals  will  be  described  in  connection 
with  phenomena  of  double  refraction. 

Inclined  Illumination. — When  the  light  is  shifted  from  the  axis 
of  the  microscope,  either  by  a  lateral  movement  of  the  lower  lens 
system,  by  the  shifting  of  the  mirror,  or. by  shading  one  side  of  the 
beam  of  light  by  any  means,  the  light  and  shade  on  either  side  of 
the  boundary,  between  substances  with  different  refractions,  become 
still  more  pronounced,  as  Becke  has  pointed  out.  The  phenomenon 
is  understood  from  Fig.  20.     When  a  beam  of  inclined  rays  passes 
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through  a  plate  composed  of  several  minerals  having  different  indices 
of  refraction,  whose  planes  of  contact  are  nearly  normal  to  the  sec- 
tion plane,  the  rays  which  pass  from  a  mineral  with  lower  refraction,  rf, 
to  one  with  higher  refraction,  Z),  are  spread  apart;  that  is,  the  light 
coming  from  the  edge  of  D  nearest  d  is  fainter  than  that  coming 


Fig.  20. 

through  the  minerals  on  both  sides  of  the  edge.  It  appears  in  shadow. 
On  the  other  hand,  the  rays  which  pass  from  the  mineral,  D,  through 
d'  with  lower  refraction  than  D,  are  condensed,  so  that  this  edge  of 
the  mineral  D  is  brighter  than  the  minerals  on  both  sides  of  it.  Thus, 
in  general,  for  all  bright  edges  or  contact  planes  (Fig.  21,  a),  the  min- 


a 


D  lid 
II 


d 


Fin.  21 


eral  with  higher  refraction,  D,  is  on  the  side  from  which  the  light 
comes,  while  for  all  dark  edges  or  contact  planes  (Fig.  21,  6),  the 
mineral  with  lower  refraction,  d,  is  on  the  side  from  which  the  light 
comes. 
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This  method  of  determining  the  relative  indices  of  refraction  of 
adjacent  minerals  is  more  sensitive  than  the  Becke  method  already 
described,  but  care  must  be  taken  in  noting  the  direction  from  which 
the  inclined  light  enters  the  mineral  section.  It  is  to  be  remembered 
that  the  lens  below  the  stage  of  the  microscope  reverses  the  path 
of  inclined  light  coming  from  the  mirror,  and  the  objective  lens 
reverses  the  image  of  the  mineral  section  and  the  direction  of  the 
inclined  light,  so  that  the  inclined  light  crosses  the  image  of  the  sec- 
tion in  the  same  direction  as  that  in  which  it  enters  the  lens  beneath 
the  mineral  section.    This  will  be  evident  from  Fig.  12,  p.  107. 

Determination  of  the  Index  of  Refraction. — The  exact  determina- 
tion of  the  index  of  refraction  is  made  on  prisms  cut  from  a  crystal 
by  observing  the  deflection  of  a  ray  of  monochromatic  light.  It  may 
also  be  determined  from  the  angle  of  total  reflection  when  the  crystal 
is  immersed  in  a  denser  liquid  or  is  placed  against  a  glass  hemisphere — 
Kohlrausch's,  Bertrand's,  and  Abbe's  total  reflectometers.  Such 
methods  are  described  in  works  on  physics,  and  in  Groth's  Physika- 
lische  Krystallographie,  and  belong  more  to  the  realm  of  the  miner- 
alogist than  to  that  of  the  petrographer.  Less  accurate  methods,  by 
means  of  which  approximate  determinations  may  be  made  of  the 
principal  indices  of  refraction  or  of  the  average  refraction  of  doubly 
refracting  crystals,  are  described  in  what  follows: 

Immersion  in  Liquids  with  Known  Refraction.  —  By  immersing 
fragments  of  transparent  crystals  in  liquids  whose  refraction  can 
be  modified  until  it  is  the  same  as  that  of  the  crystal,  and  then  deter- 
mining the  index  of  refraction  of  the  liquid,  it  is  possible  to  avoid 
the  preparation  of  prisms  from  the  crystal,  which  in  some  instances 
may  not  be  suitable  for  cutting  into  prisms.  But  it  must  be  noted, 
that,  with  doubly  refracting  crystal,  only  an  average  index  of  refrac- 
tion can  be  determined  by  this  means,  unless  definitely  oriented 
fragments  are  compared  with  the  liquid. 

The  method  which  has  been  employed  in  special  cases  by  vari- 
ous physicists  has  been  elaborated  by  Schroeder  van  der  Kolk,^  and 
made  of  general  application.  It  consists  in  bringing  the  refraction 
of  a  liquid  to  agree  as  nearly  as  possible  with  that  of  a  fragment  of 
crystal  immersed  in  it,  and  then  determining  the  refraction  of  the 
liquid.  The  first  is  accomplished  by  observing  the  phenomena  of 
dispersion  or  of  concentration  that  takes  place  along  the  plane  of 
contact  between  two  media  in  the  manner  already  described  in  the 

'  Kune  Anleitung  zur  mikrosk.  Krystallbestimmung.  Wiesbaden,  1898; 
and  Tabellen  zur  mikrosk.  Bestinimung,  etc.     Wiesbaden,  1900. 
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Becke  method  and  with  inclined  illumination.  Fragments  placed 
in  the  liquid  are  observed  in  monochromatic  light  with  a  microscope, 
and  the  concentration  of  the  liquid  changed  by  admixture  of  another 
liquid  until  the  crystal  and  liquid  have  the  same  refraction.  It  is 
evident  that,  on  account  of  the  sensitiveness  of  these  methods  of 
recognizing  differences  of  refraction  in  adjacent  media,  it  will  not 
be  possible  to  adjust  the  liquid  to  correspond  at  one  time  to  all  of 
the  fragments  of  a  crystal  with  noticeable  double  refraction.  When 
the  orientation  of  a  fragment  or  of  a  section  of  a  crystal  is  known, 
it  is  possible  to  adjust  the  refraction  of  the  liquid  to  that  of  a  ray 
of  light  vibrating  in  a  particular  direction  in  the  crystal  plate. 

When  there  is  a  noticeable  difference  in  the  refraction  of  the 
liquid  or  crystal  with  respect  to  different  colored  light,  that  is,  when 
the  dispersion  is  strong,  it  may  happen  that,  when  the  immersed 
crystal  and  liquid  have  like  indices  of  refraction  for  light  of  medium 
wave  length,  yellow,  the  index  of  refraction  for  blue  in  the  liquid 
is  higher  than  that  in  the  crystal,  while  the  hidex  for  red  in  the  liquid 
is  lower  than  that  in  the  crystal.  This  is  on  the  assumption  that 
the  dispersion  in  the  liquid  is  stronger  than  that  in  the  crystal,  which 
is  the  common  case.  When  observed  with  inclined  illumination,  it 
will  be  found  that  one  edge  of  the  crystal  fragment  is  illuminated 
by  blue  light  while  the  other  is  red.  The  blue  edge  will  appear  on 
that  side  of  the  crystal  which  w^ould  be  brightly  illuminated  when 
the  crystal  is  immersed  in  a  medium  with  higher  refraction.  That 
is  to  say,  it  would  be  the  bright  edge  if  monochromatic  blue  light 
were  used,  and  it  would  be  the  shaded  edge  were  red  monochro- 
matic light  used.  The  red  edge  of  the  crystal  is  that  in  which  the 
reverse  phenomena  would  be  observed  in  blue  and  red  monochro- 
matic light.  The  appearance  of  red  and  blue  edges  on  the  opposite 
sides  of  an  immersed  crystal  fragment  is  an  indication  that  the  crys- 
tal and  liquid  have  like  indices  of  refraction  for  intermediate 
colors. 

Various  liquids  may  be  employed,  some  of  which  are  better  adapted 
to  the  purpose  than  others.  Certain  oils  have  the  advantage  of 
maintaining  their  character  and  consistency,  with  slight  change,  for 
considerable  lengths  of  time.  Changes  of  temperature  modify  the 
refringence  of  liquids,  as  do  also  changes  of  concentration  through 
evaporation  of  a  part  of  the  liquid.  Such  sources  of  error  are  to 
be  guarded  against  during  the  operation.  The  following  are  some 
of  the  liquids  recommended  by  Schroeder  van  der  Kolk.  The  indices 
are  for  a  temperature  of  about  15°  C. 
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Water 1.333 

Carbon  tetrachloride 1 .466 

Beechnut  oil 1 .  477 

Xylene '. 1 .495 

Benzene 1 .501 

Cedar  oil 1 .516 

Monochlorobenzene 1 .  527 

Ethylene    bromide 1 .536 

Clove  oil 1.544 

Nitrobenzene 1 .  554 

Monobromobenzene 1 .  561 

Bromoform 1 .588 

Cinnamon  oil 1.605 

Monoiodbenzene 1 .621 

a-Monochloronaphthalene 1 .639 

a-AIonobromonaphthalene 1 .658 

lodmethylene 1 .740 

Sulphur  in  iodmethylene 1 .83 

Viola's  Method  of  determining  the  index  of  refraction  of  a  min- 
eral in  thin  section,  when  it  is  in  contact  with  a  substance  whose 
refraction  is  known,  is  a  quantitative  application  of  the  Becke  method 
of  noting  the  difference  in  refraction  of  two  adjacent  substances. 
It  depends  upon  observing  the  diameter  of  the  iris  diaphragm 
when  the  Becke  effect  is  obtained,  but  this  is  an  ill-defined  phenom- 
enon^ and  permits  of  considerable  divergence  of  judgment  on  the 
part  of  observers.  According  to  Viola,^  the  difference  between  the 
indices  of  refraction  of  two  adjacent  substances,  712  — ni,  is  propor- 
tional to  the  square  of  the  diameter,  D,  of  the  opening  in  the  dia- 
phragm for  the  illumination  of  the  field  which  permits  of  the  obser- 
vation of  the  Becke  effect,  or,  approximately,  n2— wi  =  AD2,  where 
jl  is  a  constant  to  be  determined  for  a  particular  combination  of 
lenses.  This  method  permits  the  determination  of  the  index  of  refrac- 
tion of  one  substance  when  the  other  factors  in  the  equation  are 
known.  It  is  independent  of  the  thickness  of  the  mineral  plate; 
and,  if  the  phenomenon  studied  were  sharply  defined,  the  method 
would  be  extremelv  useful. 

De  Chaidnes's  Method  of  determining  the  index  of  refraction  of  a 
medium  depends  upon  the  change  of  focus  caused  by  placing  a  plate 
of  the  substance  over  an  object  in  the  focus  of  a  lens.  It  will 
be  understood  from  Fig.  22.    The  point,  0,  is  in  the  focus  of  the 

^  Tschermaks  Min.  u.  petrogr.  Mitth.,  XVI,  1896,  p.  150. 
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objective  of  a  microscope;  over  it  is  placed  a  plate,  M,  of  an  isotropic 
medium,  as  glass;  the  focus  of  the  point,  o,  now  appears  at  p,  because 
a  ray,  od,  would  be  refracted  to  dg  upon  emerging  from  the  plate. 
This  necessitates  raising  the  lens  a  distance,  op,  in  order  to  bring 
the  point  in  focus.  The  relation  between  the  distance,  op,  the 
thickness  of  the  plate,  ob,  and  the  index  of  refraction,  may  be  gotten 

from  the  figure.     Since  tan  1  =  7-  and  tan  r=r-»  if  bo=T,   the 

bp  bo  ' 


Fig.  22. 

thickness   of   the  plate,   and   bp^T—h   where   h^op,   the  change 

tan  i       T 


of  focus,  then 


For  small  values  of  i  and  r  the  rat  if 


tanr     T-h' 
between  the  tangents  is  nearly  the  same  as  between  the  sines,  so  that 

n=-: — =: =  'Pri — ?•    The  value  of  h  mav  be  determined  by  the 

sm  r    tan  r     1  —h 

graduation  of  the  micrometer  screw  on  the  microscope.  The  thick- 
ness of  the  plate  may  be  measured  directly  with  an  ocular  microm- 
eter, or  by  means  of  the  micrometer  focussing  screw,  noting  the 
change  of  focus  from  the  point  0  to  a  point  on  the  upper  surface,  b; 
or  by  measuring  the  distance  from  the  bottom  to  the  top  of  the 
plate  through  the  plate  by  means  of  the  micrometer  focussing  screw. 
This  distance  is  Ti^^T—h.  The  displacement  of  focus,  h,  when  the 
plate  is  superimposed  on  a  point,  o,  is  then  noted: 


n 


It  is  found  that  where  the  thickness  of  the  plate  is  very  small, 
as  in  most  rock  sections,  the  errors  in  the  ordinarv  methods  of  deter- 
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mining  the  thickness  seriously  affect  the  value  of  the  index  of  refrac- 
tion. This  method  is  unsatisfactory  for  determining  the  refraction 
of  minerals  in  rock  sections. 

Polarized  Light. 

In  order  to  understand  what  is  involved  in  the  conceptions  "  polar- 
ized "  light  and  "ordinary"  light,  it  is  necessary  to  review  some 
further  principles  connected  with  simple  harmonic  motion. 

Coniposition  and  Resolution  of  Simple  Harmonic  Motion. — If  two 
simple  harmonic  motions  affect  one  body  at  the  same  time,  the  result- 
ant motion  will  be  a  regular  periodic  motion  whose  character  depends 
on  the  directions  in  which  the  impulses  are  applied  and  the  periods 
and  phases  of  each  vibratory  motion.  Let  us  consider  several  of 
the  simpler  cases:  (1)  If  the  two  motions  are  equal  in  period,  phase, 
and  amplitude,  and  are  in  the  same  direction,  the  resultant  will  be 
a  vibration  of  double  the  amplitude  of  one  of  the  motions.  (2)  If 
the  two  motions  are  equal  in  period  and  amplitude,  and  are  in  the 
same  line,  but  differ  by  half  a  phase,  the  resultant  will  be  zero,  rest. 
(3)  If  the  two  motions  are  equal  in  period  and  amplitude,  but  take 
place  at  right  angles  to  one  another  (Fig.  23),  and  are  in  the  same 
phase,  the  resultant  is  a  vibration  at  45^  to  each,  and  the  amplitude 
is  equal  to  the  diagonal,  OPj  of  the  parallel- 
ogram made  from  the  amplitudes  of  the 
two  component  motions,  OA  and  OD, 
For,  when  the  particle  at  0  tends  to  move 
toward  A  and  toward  D  at  the  same  rate,  ^q 
the  resultant  motion  will  be  found  by 
constructing  the  parallelogram  of  motion 
on  OA  and  OD,  the  resultant  being  the 
diagonal  OP.  (4)  If  the  second  motion 
is  half  a  period  behind  the  first,  when  the 
first    starts    to    move    from    0   toward 

A(-h),  the  second  is  starting  from  0  toward  C(— )  at  the  same  rate. 
The  resultant  will  be  OQ.  Each  of  these  compositions  results  in 
simple  harmonic  motion — ^vibration — in  a  straight  line.  (5)  If  the 
second  motion  is  one  quarter  of  a  phase  behind  the  first,  so  that 
when  the  first  motion  is  beginning  its  positive,  vertical  movement 
at  O,  the  second  motion  is  just  leaving  its  negative  point  of  maxi- 
mum elongation  at  C(— ),  the  resultant  is  a  circular  motion  from 
C  to  il  in  the  circle  CADB,  (6)  Similarly,  if  the  second  motion 
were  three  quarters  of  a  phase  behind  the  first,  or  one  quarter  ahead, 


Fig.  23. 
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the  resultant  motion  would  be  in  a  circle  from  D  to  A,  opposite  to 
the  fifth  case. 

In  like  manner  it  can  be  shown  that  if  the  phasal  difference  is 
other  than  one,  two,  or  three  quarters  of  a  period,  the  resultant 
motion  will  be  an  ellipse,  as  in  the  curve  xyzw,  in  which  case  the 
difference  of  phase  is  seven  eighths  of  a  period. 

If  the  two  motions  have  the  same  period,  but  different  ampli- 
tudes, and  act  at  right  angles  to  one  another,  the  resultant  motions 
are  in  straight  lines  when  the  phases  are  the  same,  or  when  one  is 
half  a  period  from  the  other.  In  all  other  cases  the  resultant  motion 
will  be  in  an  ellipse. 

By  a  reverse  process  of  reasoning,  any  of  the  regular  periodic 
motions  just  mentioned  may  be  resolved  into  two  component  simple 
harmonic  motions  acting  at  right  angles  to  one  another.  Thus  a 
simple  vibration  in  any  given  direction,  OP  (Fig.  24) ,  may  be  resolved 
into  two  vibrations  acting  in  directions  OA  and  OD  at  right  angles 
to  one  another,  which  will  be  in  the  same  phase,  but  whose  ampli- 
tudes will  depend  on  the  angular  position  of  OP  to  OA,  OD.  When 
DOP  is  45°  (Fig.  24,  a),  the  amplitudes  will  be  equal,  otherwise  not 
(Fig.  24,  b). 


Fio.  24. 

These  simpler  cases  are  used  in  explaining  the  behavior  of  mono- 
chromatic light,  and  are  reviewed  more  particularly  for  this  reason. 

It  is  important,  however,  to  recollect  that,  when  simple  har- 
monic motions  of  different  periods,  corresponding  to  vibrations  of 
light  of  different  colors,  are  compounded,  there  results  a  periodic 
curved  motion  of  greater  complexity.  These  highly  complex  periodic 
motions  may  in  like  manner  be  resolved  into  two  harmonic  motions 
acting  at  right  angles  to  one  another. 

Compositioii  of  Wave  Motion. — ^Two  wave  motions  acting  along 
the  same  line  and  in  the  same  plane  combine  to  form  a  wave  motion 
whose  character  depends  upon  the  wave  lengths  (periods  of  vibra- 
tion) and  the  phases  of  the  two  motions.  The  resultant  may  be 
derived  from  a  diagram  of  wave  forms,  or  harmonic  curves. 
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If  the  two  waves  have  the  same  wave  lengths  and  the  same 
phases^  but  different  amplitudes,  the  case  is  expressed  in  Fig.  25  when 


Fia.  25. 

the  resultant  curve  has  the  same  wave  length  and  phase,  but  an 
amplitude  equal  to  the  sum  of  the  amplitudes  of  the  component 
waves. 

If  the  two  waves  have  the  same  wave  lengths,  but  their  phases 
differ  by  half  a  wave  length,  and  the  amplitudes  are  different,  the 
resultant  curve  has  the  same  wave  length,  but  the  amplitude  is  equal 
to  the  difference  between  the  amplitudes  of  the  two  waves  (Fig.  26) . 


Fig.  26. 

In  general,  the  wave  form  resulting  from  the  composition  of 
two  or  more  harmonic  curves  in  one  plane  may  be  found  by  plotting 
each  with  its  proper  wave  length,  amplitude,  and  phase,  and  con- 
structing the  resultant  curve  from  the  algebraic  sum  of  the  ordi- 
nates  of  the  wave  forms  at  successive  points  along  the  direction  of 
transmission.  The  form  of  the  resultant  wave  form  becomes  more 
intricate,  the  greater  the  number  of  components  with  different  wave 
lengths.  Hence  the  wave  form  of  white  light  is  extremely  com- 
plex in  form,  because  of  the  number  of  wave  motions  of  different 
periods  of  vibration  that  combine  to  make  it.  Furthermore,  the 
light  that  reaches  us  from  the  sun,  being  set  in  motion  by  innumerable 
vibrations  in  all  directions,  is  a  composite  harmonic  motion  of  the 
utmost  complexity,  whether  considered  from  the  point  of  view  of 
the  transverse  periodic  vibration  or  of  that  of  the  harmonic  curve 
along  the  line  of  transmission.  This  extremely  complex  motion 
is  that  of  so-called  ordinary  or  cormnon  light,  or  that  coming  to  us 
from  the  sun. 
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But,  as  already  said,  any  harmonic  motion,  however  complex, 
may  be  resolved  into  two  or  more  component  harmonic  motions 
acting  in  straight  lines,  making  any  angle  with  one  another.  Con- 
sequently, the  complex  vibrations  of  ordinary  light  may  be  resolved 
into  simpler  vibrations  acting  in  two  planes  at  right  angles  to  one 
another,  or  at  any  other  angle.  Light  whose  vibration  takes  place 
in  a  straight  line,  and  whose  wave  is  therefore  transmitted  in  a  plane, 
is  called  plane  polarized  light.  Its  character  is  much  more  easily 
comprehended  than  that  of  ordinary  light.  Light  whose  vibrations 
take  place  in  a  circle  or  ellipse  is  called  circularly  'polarized  or  eUip- 
tically  'polarized  light. 

As  just  stated,  periodic  vibratory  motion,  however  complex,  can 
be  resolved  into  simple  harmonic  motion  acting  in  two  directions  at 
any  angle  with  one  another.  So  the  complex  vibrations  of  ordi- 
nary light  can  be  reduced  to  the  simple  vibrations  of  plane  polar- 
ized light.    This  may  be  brought  about  in  various  ways. 

Polarization  by  Reflection  and  Refraction. — When  ordinary  light 
strikes  a  plane  surface  with  inclined  incidence,  the  vibrations,  which 
in  an  isotropic  medium  were  taking  place  freely  in  all  directions 
perpendicular  to  the  direction  of  transmission,  upon  reaching  the 
inclined  surface  of  a  denser  medium  appear  to  have  their  freedom 
restricted  in  all  directions  except  in  that  parallel  to  the  surface. 
The  degree  of  restriction  varies  from  zero  in  this  direction  to  a  maxi- 
mum at  right  angles  to  it.  The  rate  of  variation  and  the  extent 
of  it  also  appears  to  vary  with  the  angle  of  incidence.  It  should 
disappear  entirely  when  the  incident  angle  is  zero,  that  is,  when 
the  light  travels  perpendicular  to  the  surface  between  the  two  media. 

The  result  of  this  probable  difference  of  resistance  is  that  the 
vibrations  are  resolved  more  and  more  completely  into  vibrations 
in  two  lines,  one  parallel  to  the  surface,  the  other  at  right  angles  to 
the  first.  Consequently,  the  light  that  is  reflected,  and  also  that 
refracted,  is  more  or  less  completely  polarized,  according  to  the 
angle  of  incidence.  Complete  polarization  takes  place  when  the 
reflected  ray  and  refracted  ray  are  at  right  angles  to  one  another. 
The  angle  of  incidence,  therefore,  at  which  complete  polarization 
takes  place,  depends  upon  the  relative  optical  density  of  the  two 
media.  Following  Fresners  theory,  the  polarized  reflected  light 
vibrates  perpendicular  to  the  plane  of  incidence  and  parallel  to  the 
surface  of  reflection.  The  polarized  refracted  ray  in  isotropic  media 
vibrates  in  the  plane  of  refraction,  that  is,  at  right  angles  to  the 
direction  of  vibration  of  the  reflected  ray. 
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Polarization  by  Anisotropic  Media. — It  has  been  learned  by  obser^ 
vation  that  in  isotropic  media  light  may  be  transmitted  in  all  direc- 
tions with  the  complex  vibrations  of  ordinary  light,  or  with  vari- 
ous forms  of  simpler  vibrations,  such  as  produce  plane  polarized, 
circular,  or  elliptical  polarized  light.  But  in  anisotropic  media  the 
mode  of  vibration  of  transmitted  light  is  rigidly  conditioned  by  the 
character  of  the  medium.  In  most  cases  the  vibration  is  that  of 
simple  harmonic  motion  in  a  line  perpendicular  to  the  direction  of 
transmission  producing  plane  polarized  light;  the  position  of  the  plane 
of  vibration  having  a  definite  relation  to  the  molecular  structure 
of  the  medium.  In  some  cases  the  imposed  vibration  is  circular 
in  certain  directions,  in  others  elliptical,  in  others  in  straight  lines. 
The  velocity  of  transmission  is  also  definitely  related  to  the  direc- 
tion, that  is,  to  the  molecular  structure.  These  relationships  being 
highly  characteristic  of  various  classes  of  crystals,  and  even  of  specific 
mineral  compounds,  become  of  the  first  importance  in  their  iden- 
tification. The  phenomena  exhibited  by  calcite  illustrate  the  be- 
havior of  light  in  passing  through  anisotropic  media  and  will  serve 
as  an  intixxluction  to  the  general  discussion  of  the  subject. 

Double  Refraction  in  Calcite. — If  a  crystal  or  cleavage  piece  of 
calcite  in  the  form  of  a  rhombohedron  be  placed  in  the  path  of  a 
small  beam  of  ordinary  light  coming  from  an  opening  in  a  screen, 
and  held  so  that  the  light  enters  the  crystal  perpendicular  to  one 
face  (Fig.  27),  two  images  of  the  signal  will  appear  at  the  other  face 
of  the  crystal  which  is  parallel  to  the  first,  the  two  having  the  same 
illumination  (Fig.  28).    If  the  crystal  is  rotated  about  a  line  normal 


Fig.  27. 


Fig.  28. 


to  the  face  through  which  the  light  passes,  one  image  remains  sta- 
tionary, while  the  other  moves  in  a  circle  around  it  (Figs.  29  and  30). 
Evidently  the  stationary  image  is  directly  in  the  axis  of  rotation, 
and  the  light  has  come  through  the  crystal  without  deviation  from 
a  straight  line,  which  would  happen  if  the  calcite  were  isotropic  and 
the  incident  light  at  right  angles  to  the  surface.    The  second  image 
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is  illuminated  by  light  that  has  been  refracted,  although  the  angle 
of  incidence  is  zero.  It  behaves  in  an  extraordinary  manner,  as 
compared  with  light  passing  through  an  isotropic  medium.  It  is 
called  the  extraordinary  ray.  The  other,  which  in  fact  behaves  as 
though  it  were  passing  through  an  isotropic  medium,  is  called  the 
ordinary  ray.    When  the  crystal  is  turned  so  that  its  face  is  inclined 


Fig.  29. 
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to  the  incident  light  both  the  ordinary  and  extraordmary  rays  are 
refracted.  The  crystal  is  said  to  be  double  refracting  or  birefringent. 
This  is  the  case  with  all  anisotropic  media. 

If  a  second  calcite  crystal  like  the  first,  having  parallel  faces 
and  like  thickness,  is  placed  in  front  of  the  first,  so  that  it  is  in  the 
same  crystallographic  orientation  (Fig.  31),  with  faces  parallel  each 
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Fig.  31. 

to  each,  and  the  longer  diameter  of  the  rhombic  face  horizontal,  the 
two  images  seen  in  the  first  crystal  appear  on  the  front  face  of  the 
second  crystal  but  farther  apart  (Fig.  32);  twice  as  far  if  the  two 
crystals  are  equally  thick.  The  effect  is  as  though  the  thickness  of 
the  first  crystal  had  been  doubled.  If,  however,  the  first  crystal 
remains  stationary  and  the  second  crystal  is  rotated  about  a  line 
normal  to  the  face  through  which  the  light  passes,  the  direction  of 
incidence,  instead  of  two  images  there  are  four  (Fig.  33) ,  differently 
illuminated  according  to  the  degree  of  rotation,  two  alike  and  fainter 
than  the  other  two  which  are  also  alike,  but  not  so  bright  as  the  two 
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images  seen  in  the  first  calcite  crystal.  Just  after  the  b^inning 
of  rotation  the  appearance  of  the  spots  is  that  shown  in  Fig.  33. 
The  two  brighter  ones  occupy  nearly  the  same  positions  as  the  two 
before  rotation  began.  The  two  faint  ones  are  half  way  between 
and  near  together.    As  rotation  of  the  second  calcite  proceeds  it 
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Fig.  33. 


is  seen  that  one  of  the  bright  spots  remains  stationary,  o„,  while 
one  of  the  faint  spots,  o„  moves  in  a  circle  around  it.  In  like  man- 
ner the  other  faint  spot,  e«,  remains  stationary  and  the  other  bright 
sp>ot,  €f,  moves  in  a  circle  around  it,  the  motion  being  in  the  same 
direction  in  both  cases.  The  illumination  of  the  spots  changes  with 
the  degree  of  rotation,  the  brighter  ones  fading  as  the  fainter  ones 
brighten,  until  45®  of  rotation  has  been  reached  when  all  four  spots 
are  equally  illumiijated  (Fig.  34).  Passing  beyond  this  the  same 
change  continues  until  at  90°  of  rotation  (Fig.  35),  the  first  two 


Fig.  34. 


Fig.  35. 


bright  spots,  o^,  e„  have  faded  completely  out  and  the  two  faint 
spots,  o„  e^,  have  become  bright  and  alone  are  visible.  Continuing 
the  rotation  beyond  90®  four  spots  again  appear:  two  bright  and 
two  faint.  At  135®  of  rotation  the  four  are  equally  illuminated. 
Beyond  this  they  continue  changing  in  illumination  until  at  180® 
of  rotation  (Fig.  36)  two  have  disappeared,  but  the  two  bright  ones 
have  come  together  and  form  one  spot  doubly  illuminated  (Fig.  37). 
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If  the  rotation  is  continued  through  360°  the  phenomena  repeat  them- 
selves in  the  reverse  order  to  that  just  described. 

To  understand  the  changes  of  position  of  the  two  pairs  of  spots 
it  is  only  necessary  to  note  that  from  the  first  calcite  crystal  there 
proceed  two  beams  of  light,  each  of  which  upon  entering  the  second 
crystal  is  separated  into  two,  one  passing  through  as  an  ordinary 
the  other  as  an  extraordinary  beam  (Fig.  27).  Upon  rotation  the 
ordinary  component  remains  stationary,  the  extraordinary  revolves 
around  it. 

From  the  variations  in  illumination  of  the  spots  it  is  evident 
that  the  amplitude  of  vibration  of  the  light  in  the  several  beams 
changes  from  zero  to  a  maximum,  according  to  the  relative  posi- 
tions of  the  two  calcite  crystals.    This  could  not  happen  if  the  light 
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Fig.  37. 


coming  from  the  first  calcite  vibrated  as  ordinary  light,  like  that 
entering  it  from  the  screen,  for  the  illumination  of  the  two  spots  seen 
in  the  first  crystal  does  not  change  upon  rotation  of  the  crystal. 
Therefore,  the  light  emerging  from  the  first  calcite  must  be  polarized, 
and  the  variations  in  the  illumination  of  the  four  spots  seen  in  the 
second  calcite  correspond  to  changes  which  would  take  place  in  the 
amplitude  of  vibration  of  the  several  beams,  if  each  beam  were  com- 
posed of  light  vibrating  in  a  single  plane,  that  is,  if  it  were  plane  polar- 
ized light;  and  since  the  two  pairs  of  spots,  or  two  pairs  of  beams, 
an  ordinary  and  extraordinary  in  each  pair,  behave  in  an  opposite 
manner  with  respect  to  their  illumination,  the  ordinary  component 
of  one  pair  starting  bright  and  fading,  while  the  ordinary  compo- 
nent of  the  other  pair  begins  faint  and  grows  bright,  it  is  evident 
that  the  planes  of  vibration  of  the  two  polarized  beams  from  the 
first  crystal  are  not  in  parallel  positions  but  in  contrary  positions, 
that  is,  at  right  angles  to  each  other.  This  is  tnie  for  all  kinds  of 
anisotropic  crystals,  namely,  that,  with  the  exception  of  a  limited 
number  of  possibilities  to  be  described  later,  for  every  pair  of  extraor- 
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dinary  and  ordinary  rays  there  are  two  planes  at  right  angles  to 
one  another,  in  one  of  which  the  extraordinary  ray  vibrates,  the 
ordinary  ray  vibrating  in  the  other  plane.  The  position  of  these 
planes  depends  on  the  molecular  structure  of  the  crystal,  and  for 
a  given  direction  of  transmission  of  light  has  a  definite  orientation 
in  the  crv'stal. 

For  calcite  crystals  it  has  been  found  that  one  plane  of  every 
possible  pair  passes  through  the  principal  crystallographic  axis,  c, 
of  the  crystal.  In  the  calcite  rhombohedron  already  described  one 
plane  of  vibration  passes  through  the  shorter  diagonal  of  the  rhombic 
face,  the  other  plane  passing  through  the  longer  diagonal  at  right 
angles  to  the  shorter  one.  The  phenomena  of  varying  intensities 
of  light  of  the  extraordinary  and  ordinary  beams  seen  upon  rota- 
tion of  one  calcite  in  front  of  another  can  be  explained  equally  well 
in  whichever  plane  the  vibration  of  the  extraordinary  ray  is  consid- 
ered to  take  place.  It  is  customary  to  assume  that  the  extraordinary 
ray  vibrates  in  the  plane  passing  through  the  shorter  diagonal 
of  the  rhombic  face  and  the  ray  of  light,  that  is,  in.  the  plane  passing 
through  the  principal  axis  of  the  crystal ;  the  vibrations  of  the  ordi- 
nary ray  taking  place  at  right  angles  to  the  principal  axis  and  to 
the  ray  of  light. 

The  phenomena  of  the  four  spots  just  described  may  then  be 
explained  in  the  following  manner:  In  Fig.  38  let  0  be  the  image 
made  by  the  plane  polarized  light  of  the  ordinary  beam  whose  vibra- 


Fio.  38.  Fig.  39. 

tions  take  place  parallel  to  oai,  oa  being  the  amplitude  of  the  vibra- 
tion. Let  e  be  the  image  made  by  the  extraordinary  beam  whose 
vibrations  take  place  parallel  to  ff\,  ef  being  the  amplitude  of  the 
vibration^  oa=^ef. 

Consider  first  what  happens  to  the  beam,  0,  upon  entering  the 
second  calcite.  It  should  be  resolved  into  two  components  vibrating 
in  planes  at  right  angles  to  one  another;  an  ordinary  component 
vibrating  parallel  to  the  direction  of  the  longer  diagonal  of  the  second 
calcite  rhomb,  and  an  extraordinary  component  vibrating  in  a  plane 
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at  right  angles  to  the  longer  diagonal.  (1)  When  the  two  calcites 
are  parallel  to  one  another  (Fig.  39),  the  beam  entering  normal  to 
the  face  is  vibrating  in  the  direction  ab,  which  is  parallel  to  the  longer 
diagonal  of  the  second  calcite.  Therefore,  it  can  continue  to  vibrate 
without  change  of  direction,  the  whole  of  it  passing  through  the  second 
calcite  as  an  ordinary  ray  without  refraction  and  with  the  same 
amplitude,  since  the  calcite  is  almost  perfectly  transparent  and  color- 
legs.  The  beam  will  appear  at  0«  (Fig.  39).  The  component  which 
should  pass  through  as  an  extraordinary  ray  and  appear  at  0«  has 
no  amplitude  of  vibration  and  is  not  visible. 

(2)  When  the  second  calcite  is  rotated  a  small  angle  from  its 
first  position  (Fig.  40).  The  image,  0«,  of  the  ordinary  component 
remains  stationary,  that  of  the  extraordinary  component,  0«,  rotates 
about  it.  The  amplitude  of  each  is  found  by  means  of  the  parallelo- 
gram of  motion,  in  which  ba  represents  the  amplitude  and  direction 
of  the  vibration  of  the  beam,  0,  coming  from  the  first  calcite,  and  be 
and  bdf  parallel  to  the  diagonals  of  the  second  calcite,  correspond 
to  the  directions  of  vibration  of  the  two  resultant  rays;  constructing 
a  parallelogram  on  &a  as  a  diagonal,  be  represents  the  amplitude  of 
vibration  of  the  ordinary  component,  0„,  and  bd  the  amplitude  of 
the  extraordinary  component,  0^ 


Fig.  40. 
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It  is  easily  seen  that  as  the  second  calcite  is  rotated  further,  the 
direction  ba  depending  on  the  first  calcite  and  remaining  fixed,  the 
value  of  be  decreases  while  that  of  bd  increases.  They  become  equal 
when  the  second  calcite  reaches  the  45°  position.  Turning  beyond 
this  they  continue  to  change  until  the  second  calcite  reaches  the 
90°  position  (Fig.  41),  when  all  of  the  light  from  the  first  calcite  passes 
through  the  second  vibrating  parallel  to  the  shorter  diagonal,  as  an 
extraordinary  ray,  0„  with  amplitude  equal  to  ba.  The  image  at  0« 
is  not  visible,  the  amplitude  of  the  component  being  zero. 

The  discussion  being  carried  on  in  the  same  manner  for  the  re~ 
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mainder  of  a  complete  rotation  of  the  second  calcite,  and  for  the 
two  components  of  the  beam,  e,  will  explain  the  whole  phenomena 
as  first  described. 

Optically  Uniaxial  Crystals. — Investigation  of  calcite  shows  that 
for  all  directions  of  transmission  one  ray  travels  with  constant  velocity 
as  though  the  medium  were  isotropic,  while  the  other  ray  travels  with 
different  velocities  in  different  directions,  the  variations,  however, 
are  regular  and  in  such  order  that  there  is  a  smgle  direction  in  the 
crystal  in  which  the  extraordinary  ray  travels  with  a  minimum 
velocity,  as  is  the  case  with  calcite,  or  a  single  one  in  which  its  velocity 
is  a  maximum,  as  in  quartz.  From  this  direction,  when  a  minimum, 
the  velocity  of  transmission  increases  with  a  change  of  direction  until 
it  is  a  maximum  in  a  direction  at  right  angles  to  that  first  named, 
the  rate  of  change  in  velocity  being  proportional  to  the  radii  vectores 
of  an  ellipse  whose  minor  and  major  diameters  are  twice  the  minimum 
and  maximum  velocities.  In  the  second  case  the  variation  is  of 
the  same  kind,  but  in  the  opposite  direction,  that  is,  from  the  single 
direction  of  maximum  velocity  it  diminishes  proportionally  to  radii 
vectores  of  an  ellipse  until  it  reaches  a  minimum  at  right  angles  to 
the  first  named  direction. 

This  change  of  velocities  obtains  in  all  planes  passing  through, 
the  single  direction  of  minimum  velocity  in  one  case,  and  of  maxi- 
mum velocity  in  the  other.  The  wave  front  which  would  be  pro- 
duced by  light  radiating  from  a  point  within  such  a  medium  and 
traveling  as  extraordinary  rays  would  be  an  ellipsoid  of  rotation, 
the  axis  of  rotation  being  the  single  direction  in  which  the  velocity 
is  a  minimum  in  one  case,  or  a  maximum  in  the  other.  The  wave 
front  of  the  ordinary  rays  radiating  from  the  same  point  would  be 
a  sphere. 

It  has  also  been  determined  that  the  ordinary  and  extraordinary 
rays  have  the  same  velocity  of  transmission  when  they  travel  in 
the  single  direction  of  minimum  or  maximum.  In  this  direction  the 
diameter  of  the  sphere  is  equal  to  the  axis  of  the  ellipsoid  of  rotation. 
That  is,  the  sphere  and  ellipsoid  are  tangent  to  one  another  at  the 
extremities  of  this  axis  (Fig.  42).  In  the  first  case  (a)  the  sphere 
is  within  the  ellipsoid,  in  the  second  case  (6)  the  sphere  is  outside 
the  ellipsoid.  Crystals  of  the  first  kind  (a),  like  calcite,  are  called 
optically  negative;  those  of  the  second  kind  (6),  like  quartz,  are  called 
optically  poaitive. 

The  direction  in  which  the  ordinary  and  extraordinary  rays 
travel  with  equal  velocities  is  called  the  optic  axis.    And,  since  there 
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is  only  one  direction  of  this  kind  in  such  crystals,  they  are  called 
optically  uniaxial.  Attention  is  called  to  the  fact  that  the  optic 
axis  is  a  direction,  not  a  fixed  line,  in  a  crystal.  It  may  be  imagined 
to  pass  through  any  point  on  which  attention  is  for  any  reason  fixed. 
It  is  to  be  noted  that  in  uniaxial  crystals  all  extraordinary  rays  vibrate 
in  planes  passing  through  the  ray  and  the  direction  of  the  optic  axis, 
sometimes  called   principal  optic   sections.      Further,  all   ordinary 


a 
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rays  vibrate  at  right  angles  to  the  plane  passing  through  the  ray 
and  the  optic  axis,  that  is,  they  vibrate  at  right  angles  to  the  optic 
axis. 

From  what  has  been  said,  it  is  clear  that  the  index  of  refraction 
of  the  ordinary  ray,  n^  or  oj,  is  constant  for  all  directions  of  trans- 
mission. The  index  of  refraction  of  the  extraordinary  ray  varies 
with  the  direction  of  transmission;  but  since  this  variation  is  defi- 
nitely related  to  an  ellipse,  one  of  whose  diameters  is  proportional 
to  the  index  of  refraction  of  the  ordinary  rays,  it  is  only  necessary 
to  know  the  index  of  refraction  corresponding  to  the  ray  traveling 
along  the  other  diameter  of  the  ellipse,  that  is,  at  right  angles  to  the 
optic  axes.    This  is  designated  by  n«  or  t. 

In  optically  negative  crystals  <o>€,  since  the  velocity  of  the 
extraordinary  rays  is  greater  than  that  of  the  ordinary,  that  is, 


Ve>Vo*  and  ^^vT'  -"^TT"- 


In  optically  positive  crystals  cj<€j  since 


Vc>y*}  The  amount  of  difference  between  the  two  principal 
indices  of  refraction  is  a  measure  of  the  strength  of  double  refrac- 
tion, which  is  further  discussed  on  p.  144. 

Refraction  of  Light  in  Uniaxial  Crystals. — It  is  important  to  note 
the  behavior  of  light  transmitted  through  a  uniaxial  crystal  in  vari- 
ous directions.  It  may  be  illustrated  for  the  case  of  calcit^.  .  In 
Fig.  43  let  mm,  be  a  plane  cut  on  calcite  parallel  to  the  optic  axis, 
and  let  P,  Pi,  P2,  be  rays  of  a  parallel  beam  of  monochromatic  light 
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meeting  it  at  an  inclination,  the  plane  of  incidence  being  parallel 
to  the  optic  axis.  Employing  Huyghen's  construction  to  find  the 
direction  of  the  ordinary  and  extraordinary  component  of  each  ray, 
there  is  constructed  at  a  the  wave  surfaces:  first,  a  section  of  a  sphere 
whose  radius  is  to  the  distance  be  as  the  velocity  of  the  ordinary 

ray,  Vo,  in  calcite  is  to  the  velocity  of  the  light  in  air,  V,  that  is, 

be 
the  radius =—;   second,  a  section  of  an  ellipsoid  of  rotation  whose 

longer  diameter  is  at  right  angles  to  the  optic  axis,  and  whose  length 

is  to  the  diameter  of  the  sphere  as  Ve'.Vo  or  as  — : — .    The  tangents 

tie     tl 

from  c  to  each  of  these  wave  surfaces  give  the  wave  fronts,  and  the 
points  of  tangency,  the  directions  of  the  ordinary  (o)  and  extraor- 
dinary (e)  rays.  In  this  position  the  extraordinary  ray  is  refracted 
more  than  the  ordinary. 


JP'i    m 


Fig.  43. 

When  the  plane  of  incidence  is  perpendicular  to  the  optic  axis, 
the  refraction  is  like  that  shown  in  Fig.  44.  The  direction  of  the 
optic  axis  is  normal  to  the  plane  of  drawing,  therefore,  the  sections  of 
wave  surfaces  for  the  ordinary  and  extraordinary  components  are 

circles  in  each  case,  whose  diameters  correspond  to  Vo  or  (  — )  and 

Ve  or  ( —  j  respectively.  The  tangent  planes  from  c  show  the  direc- 
tions of  the  ordinary  (o)  and  extraordinary  (e)  rays,  and  in  this  posi- 
tion the  extraordinary  ray  is  refracted  less  than  the  ordinary. 

It  follows  from  these  opposite  conditions  that  there  must  be 
some  position  of  the  plane  of  incidence  for  this  section  plate  of  cal- 
cite, in  which  the  extraordinary  ray  is  neither  more  nor  less  refracted 

than  the  ordinary  ray.     In  this  case  the  angle  of  refraction  is  alike 

.     • 

for  the  ordinary  and  extraordinary  ray;  that  is,  sin  r«=sin  ro=^^ 

in  which  Uo  is  the  index  of  refraction  for  the  ordinary  ray.  When 
the  incidence  is  normal  to  the  surface  of  a  plate  cut  parallel  to  the 
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optic  axiS;  the  conditions  of  transmission  of  the  ordinary  and  extra- 
ordinary components  are  shown  in  Fig.  45.  The  surface  mm,  is 
parallel  to  the  optic  axis,  and  the  plane  of  the  diagram  is  also  parallel 
to  the  optic  axis.  When  the  rays  PP1P2  reach  the  surface  mm,  at 
the  same  moment,  the  ordinary  components  of  each  proceed  with 

the  same  velocity, To—  ("")""» ^^^  ^^^^^  wave  front  at  a  given  moment 

is  tangent  to  the  circular  sections  of  the  spheres.  At  the  same  moment 
the  wave  front  of  the  extraordinary  components  is  tangent  to  the 
elliptical  sections  of  the  ellipsoids  constructed  about  each  sphere. 
In  this  position  the  tangent  to  the  ellipse  is  at  right  angles  to  the 
major  axis  of  the  ellipse,  and  the  extraordinary  ray  has  the  same 
direction  as  the  ordinary.  It  is  advancing  faster  than  the  ordinary. 
In  this  position  the  extraordinary  ray  is  not  refracted. 
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Fio.  45.  Fig.  4(5. 

In  like  manner,  when  calcite  is  cut  perpendicular  to  the  optic 
axis  and  light  strikes  the  surface  at  normal  incidence  (Fig.  46), 
both  components  are  transmitted  without  refraction  and  with  the 
same  velocity,  which  is  easily  understood  from  the  diagram. 

When  the  mineral  plate  is  cut  at  an  inclination  to  the  optic  axis 
and  the  incident  light  is  normal  to  the  surface  of  the  section,  the 


Fig.  47. 

extraordinary  ray  is  refracted  while  the  ordinary  ray  is  not,  as  will 
be  understood  from  Fig.  47. 

In  each  of  the  cases  just  given  the  plane  of  incidence  for  each 
ray  passes  through  the  ellipsoid  or  wave  surface  in  such  a  manner 
as  to  divide  it  symmetrically,  either  passing  through  the  optic  axis, 
axis  of  rotation,  or  perpendicular  to  it.    The  points  of  tangency  of 
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the  plane  wave  front  with  the  ellipsoids  for  each  extraordinary  ray 
will  therefore  be  in  the  plane  of  incidence  for  that  ray,  that  is,  in  each 
case  the  extraordinary  ray  is  refracted  in  the  plane  of  incidence, 
as  is  the  ordinary;  but,  in  case  the  plane  of  incidence  is  inclined  to 
the  optic  axis  of  the  crystal,  it  will  not  cut  the  ellipsoid  for  the  ex- 
traordinary ray  symmetrically,  consequently  the  point  of  tangency  of 
the  plane  wave  front,  with  the  ellipsoid  for  a  particular  ray,  will  not 
lie  in  the  plane  of  incidence,  and  the  extraordinary  ray  will  not  lie 
in  the  plane  of  incidence  with  the  ordinary  ray. 

Nicol  Prism. — On  account  of  the  strong  double  refaction  of  cal- 
cite  and  its  colorless  transparency,  it  has  been  employed  as  an  appa- 
ratus for  furnishing  plane  polarized  light  by  preparing  prisms  of  it  in 
such  a  manner  as  to  cut  out  one  of  the  component  beams,  allowing  one 
to  pass  through.  Either  the  ordinary  or  extraordinary  component 
may  be  cut  out,  according  to  the  manner  of  cutting  the  prism.  One 
form  is  a  prism  whose  sides  are  parallel  to  rhombic  cleavage  planes, 
and  whose  end  plane  is  nearly  parallel  to  the  third  cleavage  plane^ 
the  cross-section  being  rhombic.  Such  a  prism  is  cut  diagonally 
by  a  plane  at  right  angles  to  the  shorter  diameter  of  the  rhombic 
section,  as  shown  in  Fig.  48.  The  two  parts  are  cemented  together 
by  Canada  balsam  which  forms  a  transparent  isotropie  ^ 

layer  with  an  index  of  refraction  1.539.  This  is  lower 
than  the  index  of  refraction  of  the  ordinary  ray  in 
calcite,  a;»  1.6583,  and  higher  than  that  of  the  extra- 
ordinary ray,  f  =  1.4864.  The  ordinary  component  in 
passing  from  calcite  into  Canada  balsam  passes  from 
a  denser  to  a  rarer  medium.  It  is  possible  to  place  the 
film  of  balsam  at  such  an  angle  that  the  ordinary 
component  is  totally  reflected  to  the  side  of  the  prism 
and  absorbed.  The  li^ht  which  passes  through  is  the 
extraordinary  component  and  vibrates  in  the  direction 
of  the  shorter  diagonal  of  the  rhombic  section  of  the 
prism,  and  in  a  plane  perpendicular  to  the  film  of  bal- 
sam. This  form  of  prism  was  devised  by  Nicol  and 
is  called  a  Nicol  prism,  or  a  nicol.  In  some  cases  the 
prism  is  cut  with  rectangular  form,  the  sides  being 
parallel  to  the  diameters  of  the  rhombic  cross-section 
of  the  cleavage  prism. 

Another  form  has  been  devised  in  which  the  extraordinary  com- 
ponent is  cut  out  and  the  ordinary  one  passes  through.  This  may 
be  made  shorter  than  that  first  described  and  in  principle  is  as  fol- 
lows:   The  cleavage  prism  in  the  same  crystallographic  position  as 


Fig.  48. 
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the  first  is  terminated  by  faces  at  right  angles  to  the  sides  of  the 
prism.  The  ordinary  component  for  normal  incidence  travels  parallel 
to  the  sides  of  the  prism,  while  the  extraordinary  component  is  re- 
fracted at  an  inclination  in  the  plane  of  the  shorter  diagonal  of  the 
rhombic  section  of  the  prism.  It  is  possible  to  place  the  balsam 
layer,  whose  plane  is  normal  to  the  plane  of  the  shorter  diagonal, 
at  such  an  inclination  to  the  extraordinary  rays  that  these,  in  pass- 
ing from  the  balsam  into  the  calcite  below,  that  is,  from  a  denser 
to  a  rarer  medium,  will  be  totally  reflected  and  absorbed  in  the  sides 
of  the  prism.  In  such  nicols  the  light  passing  through  vibrates  as 
ordinary  rays  parallel  to  the  longer  diameter  of  the  rhombic  section 
and  parallel  to  the  plane  of  balsam. 

It  is  to  be  noted  that  both  of  these  forms  of  Nicol  prisms  are 
frequently  used  on  one  petrographical  microscope,  the  first  form 
below  the  stage  as  a  polarizer,  the  second  form  above  as  an  analyzer. 
It  is  necessary,  therefore,  to  make  sure  of  the  particular  form  of  con- 
struction in  determining  the  plane  of  vibration  of  the  polarized  light 
transmitted  in  each  prism.  In  one  it  will  be  perpendicular  to  the 
film  of  balsam,  in  the  other  parallel  to  the  film.* 

Polarizer  and  Analyzer. — A  Nicol  prism  used  to  supply  plane 
polarized  light  to  any  apparatus  is  called  a  polarizer,  and  the  direc- 
tion in  which  the  light  vibrates  upon  leaving  it  is  usually  indicated 
in  some  manner  upon  it.  A  second  Nicol  prism  used  to  investigate 
the  character  of  the  light  after  it  has  passed  through  some  object 
under  investigation  is  called  the  analyzer. 

If  there  were  isotropic  media  only  between  the  polarizer  and 
analyzer,  the  amount  of  light  that  would  pass  through  the  analyzer 

would  depend  upon  the  relative  position 
of  the  two  nicols.  In  Fig.  49  let  PP' 
be  the  direction  of  vibration  of  light 
coming  from  the  polarizer,  and  cP  be 
the  amplitude.  If  AA'  is  the  direction 
of  vibration  of  the  light  which  passes 
through  the  analyzer,  then  the  amount 
of  light  coming  from  the  polarizer  wliich 
can  pass  through  is  found  by  resolving 
the  light  in  cP  into  the  two  components 
ca  and  cb  parallel  to  the  two  directions  of 
vibration  in  the  calcite  of  the  analyzer,  AA'  and  BB\  Of  these  cb  is 
reflected  from  the  balsam  film  and  absorbed,  while  ca  passes  through. 

'  For  details  of  construction  of  Nicol  prisms  see  Rosenbusch  and  Wulfing's 
work.  Part  I,  p.  148  et  seq. 
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If  the  analyzer  is  rotated;  the  value  of  the  component  ca  increases 
as  AA'  approaches  PP'  and  is  equal  to  cP  when  AA'  is  parallel  to 
PP\  In  this  case  the  nicols  are  said  to  be  parallel.  The  value  of 
ca  decreases  as  the  angle  between  AA'  and  PP'  increases  until  it 
becomes  zero  when  the  angle  is  90^.  In  this  position  the  nicols 
are  said  to  be  crossed  and  all  light  from  the  polarizer  is  cut  off. 

Behavior  of  Plates  of  Uniaziai  Crystals  in  Polarized  Monochro- 
matic Light. — When  thin  plates  of  crystals  with  parallel  plane 
surfaces  are  studied  in  polarized  light  the  resulting  interference 
phenomena  are  characteristic  of  the  substance  to  such  an  extent 
that  they  become  a  means  of  identification.  It  is  necessary,  there- 
fore, to  consider  the  phenomena  in  detail. 

In  Fig.  50  ss'  represents  a  section  cut  from  a  uniaxial  crystal 
at  an  inclination  to  the  optic  axis.  Let  this  plate  be  placed  in  a 
beam  of  plane  polarized  monochromatic  light  so  as  to  be  perpen- 
dicular to  the  rays  'rr\    At  the  point  of  entrance  of  a  polarized  ray 
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there  start  two  components  in  the  uniaxial  crystal,  one  vibrating 
as  an  extraordinary,  the  other  as  an  ordinary  ray;  the  first  in  the 
plane  of  the  optic  axis,  the  second  at  right  angles  to  it.  The  traces 
of  these  two  planes  are  indicated  as  mm'  and  nn'  on  the  horizontal 
projection  of  the  crystal  section.  The  ordinary  component  o  is  not 
refracted  for  normal  incidence.  The  extraordinary  component  e 
is  refracted  as  indicated  in  the  figure.  They  would  emerge  at  the 
surface  of  the  plate  at  different  points.  But  there  is  another  inci- 
dent ray,  r',  whose  extraordinary  component  emerges  at  the  same 
p>oint  on  the  upper  surface  as  that  from  which  the  ordinary  com- 
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ponent  from  the  ray  r  emerges.  And  so,  for  every  point  on  the  upper 
surface  of  the  plate,  there  emerge  two  components  vibrating  in 
planes  at  right  angles  to  one  another.  From  the  point  c,  then,  there 
emerge  two  rays,  one  vibrating  in  mm'  and  one  along  nn\ 

Since  the  components  o  and  e  traverse  different  distances  in 
the  crystal,  and  also  travel  with  different  velocities,  they  execute 
a  different  number  of  vibrations  in  reaching  the  upper  surface.  They 
start  at  the  lower  surface  in  the  same  phase;  they  reach  the  upper 
surface  in  phases  depending  on  the  thickness  of  the  plate,  the  differ- 
ence in  path  of  the  ordinary  and  extraordinary  rays,  and  the  differ- 
ence in  their  velocities.  At  the  upper  surface  the  phasal  difference 
between  the  two  rays  may  be  zero,  or  a  whole  number  of  wave 
lengths,  or  some  fraction  of  wave  lengths,  less  or  greater  than  imity. 

The  amplitude  of  each  ray  will  depend  on  the  position  of  the 
possible  planes  of  vibration  in  the  crystal  with  respect  to  the  plane 
of  vibration  of  the  polarized  light  coming  from  the  polarizer.  In 
Fig.  50  let  PP'  be  the  direction  of  vibration  of  the  light  coming 
from  the  polarizer;  mm\  rvnf,  the  directions  of  the  planes  of  vibra- 
tion in  the  crystal.  If  cp  represent  the  amplitude  of  the  light  from 
the  polarizer,  ca  and  cb  will  represent  the  amplitudes  of  the  compo- 
nents vibrating  in  the  planes  mm'  and  nn'  respectively. 

If  the  crystal  plate  is  rotated  about  a  normal  to  its  surface,  the 
value  of  the  amplitudes  ca  and  cb  vary.  When  mm'  is  parallel  to 
PP\  ca=cp  and  c&=0;  that  is,  all  the  light  passes  through  the  crystal 
vibrating  in  the  plane  mm'.  When  nn'  is  parallel  to  PP'  the  reverse 
13  true.     When  mm'  and  nn'  make  angles  of  45°  with  PP',  ca=cb. 

If  the  rotating  plate  be  looked  at  with  the  unaided  eye,  no  change 
in  the  total  illumination  is  noted,  nor  is  it  possible  to  recognize  what 
has  taken  place  in  the  crystal  or  at  its  upper  surface.  The  two  rays, 
vibrating  at  right  angles  to  one  another  upon  emerging  from  the 
crystal,  combine  to  produce  a  resultant  vibration  w^hich  may  be 
plane  polarized,  elliptically  or  circularly  polarized,  accordmg  to  the 
phasal  difference  between  the  two  rays.  The  eye  alone  fails  to 
recognize  the  character  of  the  vibration,  noting  only  the  intensity. 

If  a  second  Nicol  prism  is  placed  between  the  eye  and  the  crystal 
plate,  the  polarized  light  from  the  crystal  is  resolved  again  into  two 
components,  one  of  which  is  destroyed  and  the  other  transmitted, 
when  its  character  and  intensity  can  be  noted.  The  upper  nicol 
or  analyzer  may  be  turned  at  any  angle  with  respect  to  the  lower 
nicol,  but  in  practice,  the  crossed  position  is  that  almost  always  em- 
ployed.    For  this  reason  the  phenomena  to  be  discussed  will  be  those 
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Fig.  51. 


exhibited  when  the  nicols  are  crossed.  From  this  discussion  it  will 
be  possible  to  understand  the  phenomena  exhibited  in  any  other 
position  of  the  nicols. 

In  Fig.  51  let  AA'  be  the  direction  of  vibration  of  the  light  that 
passes  through  the  upper  nicol  or  analyzer.  If  the  phasal  difference 
between  the  two  components  vibrating 
in  mm'  and  nn'  is  OA  or  A,  2A,  etc., 
that  is,  if  the  vibrations  are  in  like 
phases,  when  one  is  at  its  point  of 
plus  maximum  elongation  the  other 
is  also.  They  were  in  like  phases  when 
they  entered  the  crystal  plate,  conse- 
quently the  components  ca  and  cd  in 
Fig.  51  represent  the  condition  of  the 
vibrations  upon  leaving  the  upper  sur- 
face of  the  plate. 

In  actual  fact  these  components 
combine  in  the  isotropic  medium  between  the  crystal  plate  and  the 
analyzer  to  produce  some  form  of  polarized  vibration  which  is  resolved 
into  two  again  upon  entering  the  upper  nicol.  In  this  particular 
case  the  resultant  would  be  plane  polarized  light,  vibrating  parallel 
to  PF',  But  the  result  in  the  analyzer  would  be  the  same  if  the 
upper  nicol  were  placed  in  immediate  contact  with  the  crystal  plate, 
and  the  light  passed  directly  from  one  to  the  other  without  passing 
through  an  isotropic  medium  (air).  And,  since  the  discussion  of 
the  phenomena  is  simplified  by  omitting  the  consideration  of  the 
composition  and  resolution  taking  place  within  the  isotropic  medium 
between  the  crystal  plate  and  analyzer,  it  will  be  carried  on  as  though 
the  analyzer  were  in  immediate  contact  with  the  plate. 

Considering,  then,  each  component,  ca^  cd,  separately,  upon  enter- 
ing the  upper  nicol  ca  is  resolved  into  two  components:  ca'^,  vibrating 

in  the  plane  of  the  light  which  is  totally  reflected 

and  absorbed;   ca',  vibrating  in  the  plane  of  that 

which  can  pass  through.     Similarly,  cd  is  resolved 

into  two  components:  cd'\  which  is  absorbed  in  the 

analyzer;   and  cd',  which  can  come  through.     But 

ca'  and  cd'  vibrate  in  opposite  directions,  they  counter* 

act  one  another,  and  since  they*are  always  equal, 

Fia.  62.  whatever   the   angular   position   of   mm',  nn',  with 

respect  to  PP',  as  shown  in  Fig.  52,  the  result  is  zero,  no  light.    The 

triangles  cap  and  cdp  are  equal,  therefore  aa"  —  dd"  and  ca'  =  cd'. 
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That  IS,  with  monochromatic  light  a  parallel  faced  plate  of  uni- 
axial crystal  placed  between  crossed  nicols,  when  the  phasal  diflFer- 
ence  between  the  component  rays  leaving  its  upper  surface  is  OA, 
X,  2^,  etc.,  remains  dark  throughout  a  complete  rotation  of  the  crys- 
tal plate  in  the  plane  of  its  surface. 

In  case  the  phasal  difference  between  the  rays  is  JA  or  |A,  |A,  etc., 
when  the  vibration  of  one  ray  is  at  its  plus  maximum  elongation, 

that  of  the  other  is  at  its  minus  maxi- 
mum elongation.  In  Fig.  53,  if  ca  is  in 
its  plus  position,  cd  is  in  its  minus 
position.  Upon  entering  the  upper 
nicol,  ca  is  separated  into  two  com- 
ponents: ca'%  which  is  absorbed;  ca', 
^  which  can  pass  through.  Likewise  cd 
is  separated  into  cd",  which  is  absorbed; 
and  cd!,  which  can  pass  through.  Since 
cfi'  and  cd'  are  in  the  same  direction, 
the  resultant  motion  is  the  sum  of 
ca'  and  cd'.  As  before  noted  ca'=cd'. 
Upon  rotating  the  crystal  plate,  as  the 
inclination  of  mm',  nn'  to  PP'  changes, 
the  values  of  ca'^cd'  change.  They  are  zero  when  mm'  or  nn'  is 
parallel  to  PP' ,  and  reach  a  maximum  when  the  angle  between  mm' 
or  nn'  and  PP'  is  45°. 

That  is,  with  monochromatic  light  and  crossed  nicols,  a  plate  of 
uniaxial  crystal,  from  the  upper  surface  of  which  the  two  component 
rays  emerge  with  \X,  or  |A,  \\,  etc.,  phasal  difference,  changes  in 
illumination  according  to  the  angular  position  of  the  planes  of  vibra- 
tion (mm',  nn')  with  respect  to  the  planes  of  vibration  in  the  nicols 
{PP' ,  AA'),  It  is  dark  when  the  planes  of  vibration  in  the  crystal 
are  parallel  to  those  in  the  nicols,  and  the  illumination  gradually 
increases  from  this  position  to  that  in  which  the  planes  of  vibration 
in  the  crystal  make  an  angle  of  45°  with  those  in  the  nicols.  These 
positions  are  each  passed  four  times  in  a  complete  rotation  of  the 
crystal  plate. 

In  case  the  phasal  difference  between  the  components  leaving 
the  crystal  is  something  other  than  a  whole  A  or  a  half  A,  the  com- 
ponents ca' ,  cd!  m  the  plane  AA'  in  the  analyzer  will  not  be  equal 
to  one  another;  consequently,  there  will  always  be  some  resultant 
vibration  when  the  planes  mm' ,  nn'  are  not  parallel  to  PP'.,  AA'^ 
in  which  case  ca'  and  cd'  will  both  be  zero. 


Fig.  53. 
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The  resultant  vibration  will  be  least  when  the  phasal  difference 
is  nearest  a  full  X.  It  will  increase  as  the  phasal  difference  approaches 
JA  or  some  multiple  of  JA. 

In  any  one  of  these  cases  the  amplitude  of  the  resultant  will  be 
zero  when  the  planes  of  vibration  rnw',  nn'  are  parallel  toPP',  ^^', 
and  a  maximum  when  these  planes  are  45°  from  one  another.  Con- 
sequently, in  the  case  of  any  phasal  difference  between  the  emerging 
rays  other  than  that  of  a  A  or  any  whole  number  of  ^,  the  crystal 
plate  will  be  dark  when  the  planes  of  vibration  in  it,  mm',  nn\  are 
parallel  to  the  planes  of  vibration  in  the  crossed  nicols,  and  it  will 
have  a  maximum  illumination  when  in  the  45°  position. 

If,  instead  of  monochromatic  light,  white  light  is  transmitted 
through  the  crystal,  the  resultant  interference  will  be  a  mixed  color 
depending  on  the  phasal  differences  of  the  various  colors  entering 
into  the  composition  of  white  light.  These  colors  are  produced  by 
wave  motions  whose  length  of  wave  ranges  from  0.000380  mm.  for 
ultra-violet  to  0.000760  mm.  for  the  A  line  in  red.  The  number  of 
different  sizes  of  wave  lengths  between  these  extremes  is  very  great, 
there  being  differences  in  the  length  of  various  waves  of  red,  orange, 
yellow,  green,  blue,  and  violet.  It  happens,  therefore,  that  the  phasal 
differences  between  extraordinary  and  ordinary  rays  of  all  these' 
wave  lengths  will  grade  from  those  that  are  whole  ^  to  those  that 
are  J  A  or  some  multiple  of  iX.  The  colors  with  a  phasal  difference 
of  whole  As  or  nearly  whole  As  will  be  extinguished  between  crossed 
nicols,  while  those  with  phasal  differences  of  half  As  or  nearly  so 
will  be  strongest;  consequently  the  color  exhibited  by  the  crystal 
plate  will  be  made  up  of  a  portion  of  the  component  colors  of  white 
light  whose  phasal  differences  are  nearest  half  wave  lengths.  The 
tone  of  this  mixed  color  will  not  change  with  the  rotation  of  the 
erj^stal  plate,  for  the  phasal  differences  will  not  be  affected.  But 
the  intensity  will  vary  from  a  maximum  in  the  45°  position  to  zero, 
darkness,  in  the  parallel  positions. 

Abnormal  Interference  Colors  in  uniaxial  crystals  may  be  brought 
about  in  several  ways.  The  crystal  may  absorb  part  of  the  com- 
ponents of  white  light,  producing  a  definite  color,  which  not  only 
gives  color  to  the  mineral,  but  also  modifies  the  tone  of  interference 
colors  by  removing  from  the  white  light  the  components  absorbed 
by  the  crystal.  In  the  case  of  minerals  with  noticeable  differences 
in  the  double  refraction  for  different  kinds  of  light,  it  may  happen 
that  the  double  refraction  is  zero  for  light  of  a  particular  wave  length. 
For  this  color  the  crystal  is  isotropic,  and  such  a  color,  and  those 
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nearest  it  in  the  spectrum,  would  be  cut  out  with  crossed  nicols, 
leaving  the  light  of  other  parts  of  the  spectrum  to  produce  the  inter- 
ference colors.  This  is  the  case  with  vesuvianite,  whose  double 
refraction  is  low  and  variable,  so  that  in  one  crystal  it  may  be  optic- 
ally positive  (€>a>)  in  one  portion  and  negative  (e<aj)  in  another. 
Moreover,  the  variation  of  double  refraction  for  light  of  different 
wave  lengths  is  such  chat  in  some  crystals  or  parts  of  a  crystal  it  is 
zero  for  blue,  in  which  case  the  interference  color  is  orange;  or  zero 
for  green,  when  the  interference  color  is  reddish  violet;  or  for  yel- 
low, when  the  interference  color  is  indigo;  when  it  is  zero  for  red, 
the  resulting  color  is  blue.  In  melilite  the  double  refraction  is  low, 
and,  because  it  is  often  nearly  zero  for  yellow,  the  interference  color 
is  indigo. 

Since  the  phasal  difference  between  extraordinary  and  ordi- 
nary rays  emerging  from  a  uniaxial  crystal  depends  on  the  length 
of  path  traversed — thickness  of  plate — and  on  the  relative  velocities 
of  the  two  rays,  and  since  the  relative  velocities  depend  upon  the 
character  of  the  crystal  and  the  direction  in  which  the  plate  is  cut 
from  it,  it  follows  that,  for  a  plate  cut  in  a  certain  direction  through 
a  crystal,  the  interference  color  varies  with  the  thickness  of  the  plate. 
If  the  plate  is  not  uniformly  thick,  it  will  exhibit  different  interfer- 
ence colors  in  different  places. 

Quartz  Wedge. — When  a  thin,  plane  faced  wedge  is  cut  from  a 
quartz  crystal,  with  one  plane  parallel  to  the  optic  axis,  and  this 
is  placed  between  crossed  nicols  so  that  the  planes  of  vibration  in 
it  stand  at  45^  to  the  planes  of  vibration  in  the  nicols,  the  inter- 
ference colors  vary  in  a  regular  manner  from  the  thin  end  of  the 
wedge  to  the  thick  end.  If  the  wedge  were  illuminated  with  mono- 
.  chromatic  light,  red,  for  example,  and  the  extreme  edge  were  of  ideal 
thinness,  there  would  be  darkness  at  this  place,  because  the  path 
would  be  zero  and  there  would  be  no  phasal  difference  between  the 
two  rays.  As  the  wedge  thickens,  the  phasal  difference  increases  from 
zero,  and  the  red  light  is  faint  at  first,  increasing  in  strength  until  the 
wedge  is  thick  enough  to  produce  a  phasal  difference  of  JA.  Beyond 
this  the  red  light  decreases  until  the  wedge  is  thick  enough  to  pro- 
duce a  phasal  difference  of  /,  when  there  is  darkness,  and  so  on; 
yielding  alternate  changes  or  bands  of  light  and  shadow  grading  into 
one  another.  The  width  of  these  bands  depends  on  the  steepness  or 
flatness  of  the  wedge.  For  light  of  shorter  wave  length  than  red 
the  bands  are  narrower,  beginning  with  darkness  at  the  thin  edge 
of  the  wedge.    When  white  light  is  employed,  the  thinnest  edge 
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of  the  wedge  is  dark,  shading  into  gray-white  followed  by  yellow, 
orange,  and  red.  This  grades  through  purple  to  blue,  green,  yel- 
low, orange,  and  red,  and  so  on,  repeating  the  colors  in  the  same 
order,  over  and  over  again.  However,  the  tone  of  the  successive 
colors  of  each  order  is  not  the  same,  since  they  are  differently  mixed. 
They  are  most  like  the  spectrum  colors  near  the  thinner  end  of  the 
wedge,  becoming  paler  toward  the  thicker  end,  eventually  becom- 
ing almost  white.  The  successive  orders  of  colors  are  called  first, 
second,  etc.,  beginning  at  the  thin  end  of  the  wedge.  Each  order 
ends  with  red.  These  interference  colors  are  the  same  as  Newton's 
scale  of  interference  colors,  produced  by  reflection  from  the  sides  of 
thin  wedge-shaped  films  of  any  isotropic  medium.  They  are  shown 
more  or  less  correctly  in  the  colored  plate,  at  the  end  of  the 
book,  on  which  the  limits  of  the  several  orders  are  indicated. 
For  more  detailed  discussions  -of  this  scale  of  colors  the  student 
is  referred  to  Groth's  Pbysikalische  Krystallographie,  p.  39;  L6vy 
and  Lacroix's  Min^raux  des  Roches,  p.  49  et  seq.,  and  Rosen- 
busch  and  Wulfing's  Mikroskopische  Physiographic,  Vol.  I,  Part  I, 
p.  227. 

Quartz  wedges  are  prepared  in  some  instances  with  the  long 
axis  of  the  wedge  parallel  to  the  optic  axis  of  the  quartz  crystal.  In 
other  cases  the  optic  axis  is  at  right  angles  to  the  longer  side  of  the 
wedge,  while  in  others  it  is  45°  to  the  longer  side. 

Crystal  Plates  in  Various  Positions. — Since  the  interference  color 
exhibited  by  a  crystal  plate  depends  on  the  relative  velocities  of  the 
extraordinary  and  ordinary  rays,  it  follows  that  plates  of  the  same 
kind  of  cr}^stal  of  like  thickness  will  exhibit  different  interference 
colors  according  to  the  crystal lographic  position  of  the  plate.  For 
plates  of  like  thickness,  with  normal  incidence,  the  greatest  differ- 
ence of  velocities  between  the  extraordinary  and  ordinary  rays  occurs 
in  plates  cut  parallel  to  the  optic  axis;  the  least  difference,  zero, 
when  the  plate  is  cut  at  right  angles  to  the  optic  axis,  for  then  the 
light  is  transmitted  parallel  to  the  optic  axis.  The  case  is  illustrated 
bj'  a  section  of  quartzite  rock,  in  which  crystals  of  quartz  occur  in 
various  orientations  between  crossed  nicols,  the  differences  in  inter- 
ference in  various  crystals  are  shown  in  Fig.  54. 

It  is  to  be  noted  that  a  plate  of  a  uniaxial  crystal  cut  perpen- 
dicular to  the  optic  axis,  having  no  phasal  difference  between  the 
component  rays,  remains  dark  between  crossed  nicols  throughout  a 
complete  rotation  of  the  plate  for  any  and  all  colors;  it  behaves 
like  an  isotropic  medium. 
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Strength  of  Double  Refraction. — When  plates  of  like  thickness  are 
placed  between  crossed  nicois,  tiie  inieiieieiice  ccbr  varies  with 
the  difEerencea  in  velocity  between  the  extraordinary  and  ordinary 
rays  in  each  crystal  plate;  but  these  differences  of  velocity  corre- 
spond to  differences  in  the  double  refraction  of  each  plate  in  the 
direction  in  which  the  light  has  traversed  it.  Interference  colors, 
then,  are  exponents  of  the  strength  of  the  double  refraction  in  crys- 


tals, and   may  be  employed  to   determine  the   amount  of  double 
refraction. 

For  a  known  thickness  of  plate  the  interference  color  corresponds 
to  a  definite  difference  of  refraction  between  the  two  rays,  the  actual 
index  of  refraction  of  the  rays  not  being  indicated.  Thickness  of  the 
plate  may  bo  determined  from  the  interference  color  when  the  double 
refraction  of  the  crystal  is  known  and  the  crystallographic  position 
of  the  plate  is  also  known.  When  several  kinds  of  crystals  occur 
by  the  side  of  one  another,  as  in  a  rock  section,  and  are  of  like  thick- 
ness, it  is  possible  to  determine  the  double  refraction  of  one  crystal 
by  using  another  whose  double  refraction  is  known  as  a  means  of 
determining  the  thickness  of  the  plate.  Quartz,  whose  double  refrac- 
tion is  well  known,  serves  as  a  convenient  standard,  on  account  of 
Its  freauent  occurrence  in  rocks  and  the  ease  with  which  its  ontical 
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and  crystallographic  orientation  may  be  determined.  The  maxi- 
mum double  refraction,  n«— no=.009,  occurs  in  plates  cut  parallel 
to  the  optic  axis.  A  colored  diagram  for  the  determination  of  double 
refraction  by  means  of  interference  colors  is  given  at  the  end  of  the 
book.  It  is  the  same  as  that  employed  by  Michel-L6vy  and  Lacroix 
in  their  work  on  the  minerals  of  rocks.^  In  order  to  use  it  for  the 
determination  of  the  double  refraction  of  any  given  mineral,  it  is 
first  necessary  to  find  near  it  in  a  rock  section  a  known  mineral  cut 
so  as  to  exhibit  its  maximum  double  refraction,  that  is,  parallel  to 
the  optic  axis  when  the  mineral  is  uniaxial,  or  parallel  to  the  plane 
of  both  optic  axes  when  the  mineral  is  biaxial.  Knowing  the  value 
of  (o—t  or  e—u)  in  the  first  case,  or  of  7-— a  in  the  second,  and  noting 
the  interference  color  exhibited  by  the  mineral  section,  the  thick- 
ness of  the  section  is  determined  by  observing  in  the  colored  dia- 
gram the  point  of- intersection  of  the  particular  band  of  color  with 
the  diagonal  line  corresponding  to  the  value  of  y—a.  This  may 
be  assumed  to  be  also  the  thickness  of  the  neighboring  mineral  whose 
double  refraction  is  to  be  determined.  Observing,  then,  the  inter- 
section of  a  horizontal  line,  corresponding  to  the  assumed  thickness 
and  the  band  of  color  representing  the  interference  color  in  the  min- 
eral to  be  determined,  the  diagonal  line  passing  through  this  point 
will  indicate  the  strength  of  the  double  refraction  of  the  mineral 
in  question,  for  the  particular  orientation  in  which  the  thin  sec- 
tion lies.  It  may  not  correspond  to  the  maximum  birefringence, 
a;— €(£  — a>)  or  y—a.  This  can  only  be  determined  when  the  mineral, 
section  is  oriented  parallel  to  one  or  two  optic  axes,  as  the  case 

may  be. 

Use  of  the  Quartz  Wedge. — ^Determination  of  the  Faster  and 
Slower  Ray  and  tiie  Order  of  the  Interference  Color. — Since  the  inter- 
ference color  is  the  result  of  one  component  being  ahead  of  the  other 
some  fraction  of  a  period  of  vibration,  that  is,  being  faster  than  the 
other,  and  since  by  thickenmg  a  crystal  plate  the  interference  color 
is  raised  in  the  scale  of  colors,  and  by  thinning  it  the  color  is  lowered, 
it  follows  that  by  reducing  the  difference  between  the  two  com- 
ponents the  interference  color  will  be  lowered  in  the  scale,  and  by 
increasing  the  difference  the  color  will  be  raised. 

If  one  crystal  plate  be  placed  over  another,  so  that  the  direction 
of  vibration  of  the  faster  ray  in  one  plate  is  parallel  to  that  of  the 
faster  ray  in  the  other  plate,  the  gain  of  the  faster  ray  in  the  first 


'  Lea  Min^raux  des  Roches,  Paris. 


146  OPTICAL  PROPERTIES. 

plate  will  be  increased  by  the  gain  of  the  faster  ray  in  the  second 
and  the  interference  color  of  the  combined  plates  will  be  due  to  the 
sum  of  the  phasal  differences  between  the  fast  and  slow  rays  in  each 
plate.  On  the  other  hand,  if  the  plates  be  so  placed  that  the  faster 
ray  in  one  plate  vibrates  parallel  to  the  slower  ray  in  the  other  plate, 
the  gain  made  by  the  faster  ray  in  the  first  plate  is  reduced  by  the 
loss  of  the  slower  ray  in  the  second  plate,  and  the  resulting  inter- 
ference color  is  due  to  the  difference  between  the  phasal  differences 
in  the  two  plates.  If  the  gain  in  one  plate  is  equal  to  the  loss  in 
the  other  plate  the  resulting  interference  color  is  zero — darkness. 

The  quartz  wedge  may  be  used  to  determine  the  directions  of 
vibration  of  the  fast  and  slow  rays  in  a  crystal  section  by  placing 
it  over  the  section  so  that  the  planes  of  vibration  in  the  quartz  wedge 
and  those  in  the  crystal  plate  are  parallel  to  one  another,  and  obser- 
ving the  changes  in  interference  color  as  the  wedge  is  moved  over 
the  plate  thin  end  first. 

The  planes  of  vibration  should  be  in  the  45®  position  between 
crossed  nicols  in  order  to  obtain  the  maximum  illumination.  The 
directions  of  vibration  in  the  crystal  plate  are  found  by  rotating 
it  until  it  becomes  dark,  when  the  directions  of  vibration  must  be 
parallel  to  the  planes  of  vibration  in  the  nicols,  which  planes  are 
parallel  to  the  cross  hairs  in  the  eyepiece  of  the  microscope.  The 
planes  of  vibration  have  been  determined  for  the  quartz  wedge,  and 
the  direction  of  vibration  of  the  slow  ray  is  marked  upon  it,  parallel 
to  the  optic  axis. 

As  the  wedge  advances,  if  the  interference  colors  move  toward 
higher  orders,  the  effect  is  that  of  thickening  the  plate,  and  like  vibra- 
tions must  be  parallel  to  one  another,  that  is,  the  direction  of  vibra- 
tion of  the  slow  ray  in  the  wedge  must  be  parallel  to  that  of  the  slow 
ray  in  the  crystal  plate.  If  the  colors  descend  in  the  scale  the  reverse 
condition  must  exist,  the  slow  in  the  quartz  must  be  parallel  to  the 
fast  in  the  crystal  plate.  In  this  case  the  colors  will  pass  to  the 
lowest  end  of  the  scale  and  become  darkness  when  the  phasal  differ- 
ence in  quartz  wedge  and  crystal  plate  are  the  same  but  in  oppo- 
site directions.  Each  would  exhibit  the  same  color  if  viewed  by 
itself.  In  this  position  the  color  in  the  plate  is  said  to  be  compensated 
by  that  in  the  wedge,  which,  for  this  reason,  has  been  called  a  com- 

In  this  manner,  also,  the  order  of  color  in  the  crystal  plate  is  deter- 
mined. It  is  the  same  as  that  in  the  quartz  wedge  in  the  position 
of  compensation,  and  this  is  either  indicated  on  the  wedge  or  can 
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be  detennined  by  rotating  the  mineral  plate  until  its  planes  of  vibra- 
tion are  parallel  to  those  in  the  nicols,  when  it  would  be  dark,  and 
noting  the  color  of  the  quartz  wedge  by  moving  it  toward  the  thin 
end  and  observmg  the  changes  of  colors. 

When  there  is  a  wedge-shaped  edge  to  a  crystal  section  having 
strong  double  refraction,  there  are  bands  of  interference  colors  parallel 
to  the  edge  of  the  wedge  whose  width  depend  on  the  inclination 
of  the  face  of  the  wedge  and  the  strength  of  the  double  refraction  of 
the  crystal.  If  the  crystal  is  surroimded  by  an  isotropic  mediumi 
or  a  double  refracting  one  whose  interference  color  is  dark  gray, 
then  the  order  of  the  color  on  any  part  of  the  crystal  can  be  deter- 
mined by  noting  the  bands  of  different  colors  from  the  thin  edge 
to  this  place.  It  will  be  noticed  that,when  a  quartz  wedge  is  placed 
above  such  a  wedge-shaped  crystal  in  the  45°  position  and  moved 
forward,  the  bands  of  color  on  the  crystal  move  toward  the  edge 
of  the  crystal  or  away  from  it  according  as,  in  the  first  case,  direc- 
tions of  like  vibration,  fast  and  fast,  in  the  quartz  wedge  and  in  the 
crystal  section  are  parallel  to  one  another,  or,  in  the  second  case, 
directions  of  unlike  vibration,  fast  and  slow,  in  the  two  minerals 
are  parallel  to  one  another.  This  movement  of  the  color  bands 
becomes  a  means  of  determining  the  direction  of  vibration  of  the 
fast  and  slow  rays  in  a  wedge-shaped  mineral. 

Combination  Wedge. — Owing  to  the  fact  that  it  is  not  possible 
to  prepare  the  thin  edge  of  a  quartz  wedge  so  that  it  diminishes  to 
an  ideal  vanishing  point,  in  consequence  of  which  extremely  low 
interference  colors,  below  that  produced  by  a  phasal  difference  of 
\X,  can  not  be  compensated,  a  combination  wedge  has  been  devised 
by  F.  E.  Wright^  which  furnishes  a  gradual  transition  of  inter- 
ference colors  from  those  of  about  the  third  order  to  zero.  This  is 
accomplished  by  placing  a  wedge  of  quartz  or  of  selenite  upon  a 
parallel-faced  plate  of  selenite,  of  such  a  thickness  that  it  yields  a 
uniform  interference  color  corresponding  to  that  produced  by  the 
wedge  near  its  middle.  The  selenite  plate  is  oriented  so  that  the 
directions  of  vibration  of  the  fast  and  slow  rays  are  parallel  to  those 
of  the  slow  and  fast  rays  in  the  wedge,  so  that  the  double  refraction 
of  the  two  minerals  compensate  one  another  about  the  middle  of 
the  wedge.  At  this  place  there  is  no  phasal  difference  between 
the  TSLjs  passing  through  the  combination  wedge,  and  there  is  dark- 
ness when  the  wedge  is  between  crossed  nicols.    From  the  middle 


»T.  M.  P.  M.,  Vol.  20,  1901,  p.  275,  and  Jour,  of  GeoL,  Vol.  10,  1902,  p.  33. 
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of  the  wedge  the  interference  colors  rise  in  the  scale  toward  the 
thicker  end  of  it,  and  descend  in  the  scale  toward  the  thinner 
end. 

Determinatioii  of  the  Amount  of  Double  Refraction. — The  quartz 
wedge  may  be  used  to  determine  the  double  refraction  of  any  sub- 
stauce,  by  comparing  the  interference  color  exhibited  by  s  section  of 
the  substance  with  the  colors  on  the  wedge,  noting  the  thickness 
of  the  section,  and  making  use  of  the  diagram  on  the  colored  plate. 
The  accurate  determination  of  the  interference  color  may  be  accom- 
plished  by  means  of  a  quartz  wedge  made  to  move  along  a  gradu- 
ated scale  placed  outside  of  the  tube  of  a  microscope.  The  colors 
from  it  are  reflected  from  a  prism  within  the  microscope,  and  may 
be  compared  directly  with  those  from  the  mineral  section.    The 
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apparatus  is  known  as  a  Michel-Liity  comparaior,  and  is  shown  in 
Fig.  55.  Still  more  exact  determinations  of  the  double  refraction 
of  a  substance  may  be  made  by  means  of  a  Babinet  compensator,* 
but  this  method  is  not  applicable  to  the  study  of  minerals  in  rock 
sections,  since  it  necessitates  an  exact  determination  of  the  thickness 
of  the  section. 

Selenite  Plate. — For  determining  the  fast  and  alow  rays  in  plates 
or  crystals  with  very  weak  double  refraction,  when  the  interference 
color  is  grayish  white  of  the  first  order,  a  plate  of  selenite,  gypsum, 
may  be  used  to  great  advantage.  The  selenite  is  prepared  so  as  to 
furnish  a  uniform  purplish  red  of  the  first  order.    This  tint,  lying 

'  Described  in  RoseDbuBch-Wulfing-s  Mikro.  Phya.,  elc,  Vol.  I,  Pt.  I,  p.  284. 
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between  yellow  and  blue,  is  easily  affected  by  the  slightest  change 
of  double  refraction  or  of  the  phasal  difference  between  the  two 
rays,  changing  to  bluish  purple  and  blue  when  the  phasal  difference 
is  increased,  and  to  reddish  purple,  orange,  and  yellow  when  it  is 
decreased.  It  is  for  this  reason  called  the  sensitive  tint  (teinte 
sensible  of  the  French). 

It  may  be  used  also  for  detecting  exceedingly  weak  double  refrac- 
tion, which  may  produce  so  slight  a  variation  in  the  dark  gray  inter- 
ference color  as  to  escape  detection.  The  change  in  tint  of  the  pur- 
ple of  the  selenite  plate  is  much  more  noticeable. 

Determination  of  the  Directions  of  Vibration  of  Light  Passing 
through  Double-refracting  Minerals. — The  position  of  the  planes 
of  vibration  of  the  two  components  of  transmitted  light  in  cer- 
tain sections  of  birefringent  minerals,  is  often  a  distinguishing 
characteristic,  and  its  exact  determination  is  for  this  reason 
important.  As  already  pointed  out,  the  complete  extinction  of  light 
with  crossed  nicols  occurs  when  the  planes  of  vibration  of  the  two 
components  of  transmitted  light  are  parallel  to  the  planes  of  vibration, 
or  principal  optical  sections,  of  the  polarizer  and  analyzer.  In  a 
petrographical  microscope  these  directions  are  indicated  by  the 
positions  of  the  cross  hairs  in  the  occular.  Therefore,  when  a  min- 
eral plate  is  rotated  so  that  there  is  total  darkness,  the  directions  of 
vibration  in  it  are  parallel  to  these  cross  hairs.  But  the  position  of 
maximum  darkness  is  not  always  easily  recognized,  because  the 
change  of  illumination  is  gradual,  and  there  is  commonly  a  range 
of  several  degrees  through  which  the  darkness  appears  equally  deep. 
By  turning  the  mineral  plate  back  and  forth  through  this  range  of 
angles,  it  is  usually  possible  to  approximate  to  the  position  of  maxi- 
mum darkness.  And  for  many  purposes  this  is  sufficiently  accurate, 
especially  with  the  brilliant  illumination  which  is  obtained  in  some 
microscopes.  When  greater  accuracy  is  required,  one  of  several 
methods  may  be  employed.  They  depend  mainly  on  substituting 
changes  of  color  for  degrees  of  darkness. 

Selenite  or  Quartz  Plate. — If  a  plate  of  gypsum  or  of  quartz,  or 
any  other  colorless  mineral,  be  of  such  a  thickness  as  to  yield  a  uni- 
form purple  interference  color  when  placed  between  crossed  nicols,  in 
the  45^  position,  and  this  be  placed  between  a  birefringent  mineral 
and  the  analyzer,  the  purple  color  appears  whenever  the  planes  of 
vibration  of  the  underlying  mineral  are  parallel  to  the  principal 
planes  in  the  nicols.  A  slight  deviation  from  this  position  will 
produce  a  noticeable  change  in  the  color  of  the  superimposed  plate, 
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which  will  become  a  more  bluish  or  more  reddish  purple.  Such  a 
change  is  more  readily  detected  when  a  portion  of  the  field  remains 
a  constant  purple  color,  that  is,  when  the  field  is  not  wholly  occupied 
by  the  mineral  section,  but  is  partly  an  isotropic  medium,  such  as 
balsam,  glass,  or  an  isotropic  mineral. 

Klein's  Quartz  Plate. — A  similar  result  is  obtained  by  using  a 
thick  plate  of  quartz,  cut  perpendicular  to  the  optic  axis  and  exhibiting 
rotary  polarization.  When  placed  between  crossed  Nicols,  the  color 
obtained  will  depend  on  the  angular  position  of  the  analyzer,  and 
can  be  chosen  to  suit  the  color  of  the  mineral  under  investigation. 
For  a  colorless  section,  the  sensitive  violet  tint  may  be  used  as  with 
the  selenite  plate.  For  colored  minerals  some  other  interference 
color  may  be  used,  according  to  the  case. 

Bertrand  Ocular.  —  A  still  more  sensitive  method  makes  use  of 
contrasted  colors  in  sharply  defined  quadrants  of  the  microscopic 
field.  This  is  accomplished  by  means  of  an  ocular  in  which  four 
pieces  of  quartz  cut  perpendicular  to  the  optic  axis  are  introduced. 

Two  are  from  a  right-handed  crystal  and  two  from 
a  left-handed  one.  These  are  cut  thick  enough  to 
exhibit  rotary  polarization,  and  are  of  the  same  thick- 
ness, so  as  to  exhibit  the  same  color  between  crossed 
nicols.  They  are  shaped  as  quadrants,  so  that  the 
boundary  edges  between  them  correspond  to  the  cross 
Fio.  53.  hairs.  The  right-handed  quartzes  are  placed  in 
diagonally  opposite  quadrants  (Fig.  56).  When  the  nicols  are  crossed, 
the  four  quadrants  are  the  same  color.  If  a  colorless  mineral  section 
beneath  this  ocular  is  oriented  so  that  the  planes  of  vibration  are 
parallel  to  the  principal  planes  in  the  nicols  it  will  not  change  the 
color  of  the  quartz  quadrants;  but,  if  slightly  rotated,  the  colors  of 
the  overlying  quartz  in  adjacent  quadrants  will  be  different,  thoQe 
in  diagonally  opposite  quadrants  being  the  same. 

Calderon's  Ocular  is  similar  to  Bertrand's  in  contrasting  adja- 
cent interference  colors,  but  is  less  sensitive.  It  consists  of  two 
plates  of  calcite  placed  in  juxtaposition  along  a  plane  which  serves  as 
a  plane  of  optical  symmetry  for  somewhat  inclined  pieces  cut  from 
a  calcite  crystal.  The  plane  of  contact  also  marks  the  direction  of 
a  principal  optical  section  in  one  of  the  nicols.  The  pieces  of  cal- 
cite are  prepared  by  cutting  a  crystal  perpendicular  to  a  cleavage- 
plane  and  parallel  to  the  shorter  diagonal  of  the  traces  of  the  other 
planes  of  cleavage,  that  is,  in  a  principal  optical  section.  Each  piece 
is  then  cut  at  a  similar  inclination  to  this  plane,  and  joined  together. 
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The  artificial  twin  is  then  cut  into  a  plate  at  right  angles  to  the  plane 
of  contact  and  placed  in  the  focus  of  an  ocular.  When  between 
crossed  nicols  the  two  halves  of  the  Calderon  ocular  are  equally 
illiuninated.  A  mineral  section  between  the  ocular  and  the  polarizer 
affects  both  halves  of  the  calcite  plate  alike  when  its  planes  of  vibra* 
tion  are  parallel  to  the  principal  sections  of  the  nicols.  When  revolved 
slightly  from  this  position,  it  produces  different  illumination  in  the 
overlying  parts  of  the  two  pieces  of  calcite. 

Measurement  of  Extinction  Angles.^ — The  angles  made  by  the 
planes  of  vibration  of  the  componets  of  transmitted  light  with  a 
particular  crystallographic  direction  in  a  mineral  section  are  known 
as  the  angles  of  extinction,  or  the  extinction  angles.  It  is  only  necessary 
to  note  one  of  these  two  angles,  as  their  sum  is  always  90°.  Ordi- 
narily it  is  the  smaller  angle  that  is  measured  and  recorded.  The 
crystallographic  direction  from  which  the  angle  is  measured  is  com- 
monly the  trace  of  a  crystal  plane,  as  of  a  face,  a  cleavage  crack; 
or  a  twinning  or  comp>osition  plane.  The  method  of  measuring  an 
extinction  angle  is  to  rotate  the  crystal  section  until  the  particular 
crystallographic  line  is  parallel  to  one  of  the  principal  planes  in  the 
nicols  which  are  indicated  by  the  cross  hairs  in  the  ocular  of  the 
microscope,  the  angular  position  of  the  stage  being  noted  by  means 
of  the  vernier.  The  stage  and  mineral  section  are  then  rotated  until 
one  of  the  planes  of  vibration  in  the  mineral  is  parallel  to  the  same 
plane  as  that  to  which  the  chosen  crystallographic  line  was  parallel. 
This  position  is  indicated  by  the  complete  extinction  of  the  trans- 
mitted light,  and  may  be  determined  by  any  of  the  methods  described 
in  the  preceding  paragraphs.  The  angle  of  rotation  is  read  from 
the  circumference  of  the  stage.  If  the  angle  is  greater  than  45*^, 
the  supplemental  angle  is  recorded,  unless  it  is  desired  to  note  the 
angle  to  a  particular  one  of  the  two  directions  of  vibration,  as  to  that 
of  the  faster  component,  or  of  the  slower  one,  as  the  case  may  be. 

Conoscope. — In  addition  to  the  real  or  virtual  image  of  an  object 
which  is  produced  by  the  focussing  of  light  from  all  points  of  the 
object  by  means  of  a  lens  or  microscope,  there  are  other  optical 
phenomena  due  to  the  focussing  of  rays  of  light  transmitted  through 
crystals  that  do  not  yield  an  image  of  the  crystal  itself,  but,  when 
polarized  light  is  used,  present  an  assemblage  of  interference  colors 
which  has  been  called  an  interference  figure. 

The  phenomena  will  be  understood  by  considering  that  the  light 

»  For  exact  methods  see  F.  E.  Wright,  Am.  Jour.  Sci.,  Vol.  26,  1908,  349:  also 
The  Methods  of  Petrographic  and  Microscopic  Research,  Carnegie  Institution  of 
Washington,  1911,  115. 
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transmitted  from  a  distant  source  through  a  crystal  consists  of 
parallel  rays  which  may  constitute  the  nhole  beam  of  transmitted 
light,  or  may  form  small  beams  which  together  constitute  a  ron- 
verging  bundle  of  small  beams.  Such  paral- 
lel rays,  upon  passing  through  a  Ihin-edged 
lens,  converge  at  the  real  foci,  /,  /',  /",  on 
sC  ,-  the  other  side  of  the  lens  (Fig.  57),  which 
^^^  are  more  distant  than  that  of  the  real  image 
'  ^  of  the  crystal  through  which  the  light  haa 
passed.  If  the  transmitted  light  consists 
of  a  bundle  of  converging  small  beams  of 
parallel  rays,  the  real  foci,  /,  /',  /",  of  the 
several  beams  will  not  lie  in  a  plane,  but 
will  be  on  a  spherical  surface  corresponding 
to  the  curvature  of  the  lens  or  mirror  sup- 
plying the  converging  light.  At  this  place 
there  will  be  no  image  of  the  crystal  itself. 
There  may  be  an  image  of  the  source  of  light. 
This  corresponds  to  the  focus  of  a  telescope  whose  purpose  is  to 
observe  distant  objects  or  sources  of  light.  The  firet  telescopic  image 
or  focus  may  be  reproduced  as  a  real  or  virtual  image  by  means  of 
other  lenses  properly  adjusted,  but  it  is  evident  that  in  a  micro- 
scope the  lenses  which  are  properly  placed  to  magnify  the  real  image 
of  the  crystal  section  will  not  be  in  the  proper  position  to  focus  on 
the  first  telescopic  image  which  is  more  distant  from  the  objective 
lens  than  the  image  of  the  crystal.  The  first  telescopic  image  may 
be  seen  above  the  objective  of  the  microscope  when  the  ocular  is 
removed.  A  second  telescopic  image,  smaller  than  the  first,  may 
be  seen  at  some  distance  above  the  ocular  when  this  is  in  place. 
Or  an  enlarged  virtual  image  of  the  telescopic  image  may  be  obtained 
by  inserting  a  properly  adjust^  lens  between  the  ocular  and  objec- 
tive. This  is  known  as  an  Amici-Bertrand  lens;  its  position  in  the 
microscope  is  indicated  at  K  in  Fig.  13,  p.  109.  The  telescopic  image 
employed  in  petrographical  work  is  produced  by  the  interference  of 
polarized  tight  that  has  been  transmitted  through  a  crystal  as  a 
converging  bundle  of  .small  beams  of  parallel  rays,  and  on  this  account 
the  apparatus  or  arrangement  of  lenses  employed  is  called  a  conoacope. 
A  petrographical  microscope  may  be  converted  into  a  conoscope 
by  removing  the  ocular  or  introducing  an  Amici-Bertrand  tens.  In 
most  cases  it  is  necessary  to  use  the  strongly  convolving  lens  in  the 
stage  below  the  crystal,  and  also  to  employ  a  wide-angted  objective 
lens.    The  further  discussion  of  the  conoscope  will  be  found  in 
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coDneetion  with  that  of  the  interference  phenomena  in  converging 
light. 

Behavior  of  Plates  of  Uniaxial  Crystals  between  Crossed  Nicols 
in  Convergent  Light. — ^The  phenomena  exhibited  by  plates  of  uniaxial 
crystals  in  a  parallel  beam  of  plane  polarized  light  do  not  reveal 
the  direction  of  the  optic  axis  in  the  crystal.  This  is  done  by  using 
convergent  polarized  light  in  a  conoscope  as  follows:  let  the  crystal 
plate  be  cut  perpendicular  to  the  optic  axis   (Fig.  58),  and  let  a 
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converging  bundle  of  small  beams  of  polarized  light  pass  through  it 
so  that  the  axis  of  the  cone  is  perpendicular  to  the  plate  and  the 
plane  of  vibration  of  the  light  is  parallel  to  the  line  PP\  Let  AA' 
be  the  direction  of  the  vibrations  that  pass  through  the  analyzer. 
For  every  ray  of  incidence  there  are  two  components  in  the  crys- 
tal plate,  differently  refracted  and  having  different  velocities.  The 
extraordinary  ray  vibrates  in  a  plane  passing  through  the  ray  and 
the  optic  axis.     The  ordinary  ray  vibrates  at  right  angles  to  this 
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plane.  At  every  point  on  the  upper  surface  of  the  crystal  plate 
there  will  emerge  two  components  of  the  parallel  rays  in  any  one  small 
beam;  these  will  have  a  phasal  difference  of  vibration  depending  on 
the  inclination  of  these  rays  to  the  optic  axis  and  on  the  length  of 
path  traversed  in  the  crystal.  Since  the  rays  have  the  position  of 
elements  in  a  solid  cone,  all  those  making  the  same  angle  with  the 
axis  will  lie  in  a  conical  surface  about  the  axis.  At  any  points, 
X,  x\  a;",  etc.,  on  the  surface  of  the  plate  there  will  emerge  two 
rays,  the  extraordinary  ray  (c)  vibrating  in  a  plane  whose  trace  is 
ex,  ex* J  ex",  etc.,  and  an  ordinary  ray  (o)  vibrating  at  right  angles 
to  ex,  ex',  etc. 

Along  the  center,  or  axis,  of  the  cone  of  light  the  two  rays  emerg- 
ing at  e  will  have  no  phasal  difference.  The  spot  c  will  be  dark. 
The  components  which  travel  nearly  parallel  to  the  axis  will  have  a 
very  slight  phasal  difference.  Proceeding  outward  the  two  com- 
ponents will  have  more  and  more  of  a  phasal  difference  the  greater 
their  inclination  to  the  axis.  At  some  angle  the  phasal  difference 
will  be  one  wave  length  for  monochromatic  light,  for  example,  a  par- 
ticular red.  When  these  rays  emerge  from  the  plate  there  will  be 
darkness,  no  matter  what  angle  the  planes  of  vibration  make  with 
the  planes  of  vibration  in  the  nicols.  Consequently,  there  will  be 
a  cicle  of  points  about  the  axis  of  the  cone  e,  from  which  the  two 
components  having  a  phasal  difference  of  one  wave  length  (A)  will 
be  extinguished  in  the  upper  nicol,  resulting  in  a  dark  ring  about 
the  center  dark  spot.  At  the  distance  from  the  center  at  which 
the  components  have  a  phasal  difference  of  two  wave  lengths  (2A) 
there  will  be  a  second  dark  ring,  and  so  on.  The  rings  will  be  closer 
and  closer  together  outward  from  the  axis,  because  the  inclination 
of  the  rays  and  the  length  of  path  in  the  crystal  plate  traversed  by 
the  light  increase  with  the  distance  from  the  axis.  The  rate,  of 
course,  depends  upon  the  angle  of  convergence  of  the  rays;  the  rings 
are  closer  together  the  larger  the  angular  aperture  of  the  lenses 
employed.  This  is  evident  from  Fig.  59,  in  which  the  diverging 
lines  represent  the  directions  along  which  the  phasal  differences 
are  OA,  lA,  2X  to  6A,  the  inclinations  to  the  axis  of  the  conoscope  being 
approximately  10°,  18°,  24°,  etc.  The  interference  figure  produced 
by  a  lens  whose  angular  aperture  is  10°  is  represented  by  a;  that  pro- 
duced by  a  lens  of  30°  aperture  by  h]  and  that  by  one  with  60°  aper- 
ture by  e.  The  diameter  of  the  field  in  each  case  is  represented  as 
the  same.  This,  however,  is  not  correct,  since  it  is  much  smaller  for 
the  lens  with  the  larger  angular  aperture. 
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Other  things  being  equal,  the  distance  of  the  rings  from  the  center 
varies  with  the  wave  length  of  the  light.  They  will  be  smaller  circles 
for  blue  light  than  for  red. 

At  the  distance  from  the  center  at  which  the  component  rays 
emerge  with  phasal  difference  of  half  a  wave  length,  there  will  be  a 


40- 


w 


Fig.  69. 

maximum  of  light  when  the  planes  of  vibration  are  45*^  to  the  planes 
of  vibration  in  the  nicols.  The  illumination  will  vary'-  with  the 
positions  of  vibration,  until  it  will  be  zero  where  these  are  parallel  to 
the  planes  of  vibration  in  the  nicols,  PP^  AA\  That  is,  in  a  circle 
covering  the  points   having  like  phasal  differences,  J>1,  there  will 
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be  four  puints  of  maximum  illumination  lying  in  the  middle  of  the 
quadrants  made  by  the  lines  PP'  and  AA',  and  four  poinla  of  dark- 
ness where  the  circles  cross  these  lines,  PP'  and  AA'.  The  same  is 
true  to  a  lesser  degree  for  component  rays  whose  phasal  differences 
are  between  JA  and  0  or  X.  In  each  circle  there  will  be  a  maximum 
of  light  in  the  middle  of  the  quadrants  and  darkness  where  the  circles 
cross  PP"  and  AA'.  This  is  also  the  case  for  component  rays  whose 
phasal  differences  lie  between  X  and  2X,  and  so  on. 

it  follows  from  this,  that  in  monochromatic  light  there  will  be 
concentric  circles  of  darkness  (Fig.  liO)  with  spaces  of  light  between, 
which  are  brightest  in  the  middle  of  the  quadrants  and  pass  into 
darkness  in  lines  along  PP*  and  AA'.    These  lines  form  a  dark  cross. 


Fia.  60. 
whose  arms  are  parallel  to  the  directions  PP",  .AA'.  The  rings  and 
cross  form  an  interference  {Igiire  at  the  real  focus  of  the  objective 
len.s  of  the  conoscope.  With  white  light  the  concentric  rings  are 
no  longer  dark,  but  colored,  with  mixed  colors  like  those  exhibited 
by  a  quartz  wedge,  and  for  the  same  reason.  Commencing  with 
darkness  at  the  center,  the  colors  follow  one  another  outward  through 
successive  orders.  The  arms  of  the  cross  remain  dark,  without 
color,  because  all  the  component  rays  of  white  light  are  extinguished 
when  they  vibrate  in  planes  parallel  to  the  planes  of  vibration  in 
the  nicols,  no  matter  what  their  wave  length  or  phasal  difference. 
When  the  optic  axis  is  exactly  parallel  to  the  axis  of  the  cone 
of  converging  rays,  the  position  of  the  rings  and  of  the  cross  does 
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not  shift  if  the  crystal  plate  is  rotated  about  the  optic  axis.  It 
remaios  stationary.  If,  however,  the  plat«  is  cut  at  an  inclination 
to  the  optic  axis,  the  ray  whose  components  travel  parallel  to  the 
optic  axis  will  not  be  in  the  axis  of  the  cone  of  convei^ing  light,  but 
will  emerge  to  one  side  of  the  center  of  the  field  of  view.  The  inter- 
ference figure  will  resemble  closely  that  produced  by  a  plate  per- 
pendicular to  the  optic  axis;  there  will  be  a  dark  cross  with  con- 
centric rings  which  are  almost  circles.  The  center  of  the  cro8s  marks 
the  point  of  emei^ence  of  the  ray  traveling  parallel  to  the  optic  axis 
in  the  crystal  plate.  When  the  plate  is  rotated  about  the  axis  of 
the  cone  of  convei^ing  light,  the  inclined   optic  axis  describes  a 
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hollow  cone  about  the  axis  of  rotation,  and  the  center  of  the  dark 
cross  in  the  interference  figure  describes  a  circle  about  the  center 
of  the  field  of  view.  The  arms  of  the  cross  move  parallel  to  them- 
selves, remaining  parallel  to  the  directions  PP"  and  AA'  in  the  nicols. 
The  colored  circles  shift  with  the  center  of  the  cross  (Figs.  61  and  62, 
after  L^vy  and  Lacroix).  If  the  section  is  cut  parallel  to  the  optic 
axis,  the  interference  figure  resembles  that  of  o  biaxial  crystal  cut 
perpendicular  to  an  obtuse  bisectrix,  the  obtuse  angle  in  this  case 
reaching  the  upper  limit,  180°.  Convereely,  a  biaxial  crystal  cut 
perpendicular  to  an  acute  bisectrix  furnishes  an  interference  figure 
resembling  that  of  a  uniaxial  crystal  cut  perpendicular  to  the  optic 
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axis  when  the  acute  angle  approaches  its  lower  limit,  0°.  This  will 
be  understood  after  the  discussion  of  biaxial  interference  figures 
(p.  173  et  seq.). 

Determination  of  the  Optical  Character  of  Uniaxial  Crystals. — The 
uniaxial  interference  figure  may  be  employed  to  determine  the  posi- 
tive or  negative  character  of  a  uniaxial  crystal.  This  is  accom- 
plished by  determining  whether  the  extraordinary  ray  is  slower  or 
faster  than  the  ordinary  ray.  If  a  thin  plate  of  mica  be  placed  over 
the  uniaxial  plate  so  that  the  directions  of  vibration  in  the  mica 
lie  in  the  45*^  position  with  respect  to  the  crossed  nicols  (Fig.  63), 


Fig.  63. 

the  slow  component,  s^,  in  the.  mica  will  be  parallel  to  the  extraor- 
dinary rays  in  one  diagonal  45°  line  through  the  interference  figure, 
and  the  fast  component,  /„»,  in  the  mica  will  be  parallel  to  the  ordi- 
nary rays  along  this  diagonal.  The  direction  of  vibration  of  the 
slow  rays  in  the  mica  is  usually  marked  by  an  arrow  on  the  mica 
plate,  and  the  mica  is  thinned  until  the  phasal  difference  between 
the  slow  and  fast  components  after  passing  through  it  is  one  quarter 
of  a  wave  length  (}A)  approximately. 

Let  us  consider  the  case  of  an  optically  positive  mineral.  The 
extraordinary  ray  is  slower  than  the  ordinary.  Along  the  diameter 
through  the  center  of  the  interference  figure  which  is  parallel  to  the 
arrow  in  the  mica  plate,  the  extraordinary  rays  leave  the  crystal 
plate  some  phases  behind  the  ordinary  rays.  At  the  center,  however, 
the  two  emerge  with  no  phasal  difference,  but,  on  passing  through 
the  mica  plate,  they  acquire  a  difference  of  H;  and,  vibrating  at  45® 
to  the  planes  of  vibration  in  the  nicols,  yield  an  interference  color. 
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From  the  center  along  the  diameter  mentioned,  the  phasal  difference 
between  the  two  rays  at  each  point  is  increased  by  \X  on  passing 
through  the  mica  plate,  because  the  directions  of  vibration  of  the 
slow  rays  in  both  media  are  parallel  to  one  another.  At  the  point 
where  the  phasal  difference  for  the  crystal  plate  is  JA,  it  will  be  lA 
after  passing  through  the  mica.  The  position  of  the  first  dark  circle 
will  move  toward  the  center  to  this  spot.  Similarly,  the  second 
dark  circle  will  move  inward  to  where  the  phasal  difference  in  the 
plate  is  1 JA,  for  this  becomes  2X  after  passing  through  the  mica  plate, 
and  so  on  for  each  circle  in  succession  in  this  quadrant  of  the  inter- 
ference figure.  The  same  thing  will  take  place  for  the  circles  in  the 
opposite  quadrant  traversed  by  the  arrow  of  the  mica  plate.  Each 
circle  will  move  toward  the  center.  These  quadrants  will  behave 
BS  though  the  crystal  plate  were  thickened. 

The  behavior  in  the  other  two  quadrants  will  be  directly  the 
opposite,  for  the  diameter  of  the  interference  figure  at  45*^  to  the 
planes  of  vibration  in  the  nicols  is  at  right  angles  to  the  direction 
of  vibration  of  the  slow  rays  in  the  mica,  marked  by  the  arrow. 
It  is  parallel  to  the  direction  of  vibration  of  the  fast  ray  in  the  mica. 
But  this  diameter  is  the  trace  of  the  plane  of  vibration  of  the  extra- 
ordinary rays  in  the  crystal  plate,  the  slow  rays;  consequently, 
the  phasal  differences  between  the  two  rays  leaving  the  crystal  plate 
at  every  point  along  this  diagonal  are  reduced  \X  when  the  rays 
pass  through  the  mica.  At  the  point  where  the  difference  is  }A 
up>on  leaving  the  plate  it  is  OX  upon  leaving  the  mica,  that  is,  there 
is  a  dark  spot  at  this  point.  The  first  dark  circle  will  occur  where 
the  phasal  difference  on  the  crystal  plate  is  IJA,  for  this  becomes 
IX  upon  leaving  the  mica,  and  so  on.  The  dark  rings  move  outward 
from  the  center.  The  same  is  true  of  the  dark  rings  in  the  oppo- 
site quadrant.  They  move  outward,  and  a  dark  spot  appears  to 
one  side  of  the  center.  The  two  dark  spots  lie  opposite  one  another 
across  the  direction  of  the  arrow.  A  line  connecting  them  makes  with 
the  line  of  the  arrow  the  sign  plus,  + .  The  arms  of  the  cross  disap- 
pear. 

For  this  case  the  optical  behavior  may  be  stated  in  general  terms 
as  follows:  when  a  mica  plate  is  placed  over  a  section  of  a  positive 
uniaxial  crystal  in  the  path  of  an  interference  figure  the  colored 
rings  contract  in  the  quadrants  parallel  to  the  direction  of  the  arrow 
on  the  mica  plate,  and  expand  in  the  quadrants  at  right  angles  to 
the  arrow,  two  dark  spots  appearing  in  these  quadrants. 

If  the  crystal  is  optically  negative,  the  behavior  of  the  colored 


160  OPTICAL  PROPERTIES. 

rings  and  dark  spots  will  be  the  opposite  of  that  for  an  optically 
positive  crystal.  The  rings  will  contract  in  the  quadrants  at  right 
angles  to  the  direction  of  the  arrow  on  the  mica  plate,  and  they  will 
expand  in  the  other  two  quadrants.  The  dark  spots  will  lie  in  the 
quadrants  parallel  to  the  direction  of  the  arrow,  and  a  line  connect- 
ing these  two  spots  will  make  with  the  direction  of  the  arrow  the 
sign  minus,  — . 

If  the  plate  is  cut  at  such  an  inclination  to  the  optic  axis  that  the 
center  of  the  cross  and  rings  lies  outside  of  the  field  of  the  micro- 
scope, it  is  still  possible  to  apply  the  method  just  described  for  deter- 
mining the  optical  character  of  the  crystal.  By  rotating  the  plate 
until  one  quadrant  only  of  the  interference  figure  occupies  the  field 
of  view,  and  noting  the  location  of  the  center  of  the  figure  by  the 
curvature  of  the  rings  or  the  position  of  the  arms  of  the  cross,  the 
behavior  of  the  visible  portion  of  the  interference  figure  with  respect 
to  the  mica  plate  will  have  the  same  significance  as  if  the  whole 
figure  were  visible.  The  location  of  one  dark  spot  or  the  shifting 
of  the  color  bands,  or  a  portion  of  one,  will  show  whether  in  the 
quadrant  visible  there  has  been  expansion  from  or  contraction  toward 
the  center  of  the  figure. 

Another  method  of  determining  the  optical  character  of  a  uni- 
axial crystal  may  be  employed  in  case  the  interference  figure  can 
not  be  obtained.  It  rests  upon  a  determination  of  the  direction  of 
the  optic  axis,  and  of  the  relative  velocity  of  the  extraordinary  ray 
as  compared  with  that  of  the  ordinary  ray.  The  position  of  the 
optic  axis  may  be  determined  by  the  appearance  of  the  interference 
figure  in  a  section  cut  parallel  to  the  optic  axis,  to  be  described 
later  (p.  177).  Or  it  may  be  determined  by  the  shape  of  the  crys- 
tal. If  prismatic,  the  optic  axis  will  be  parallel  to  the  prism  axis. 
The  extraordinary  ray  vibrates  in  a  plane  passing  through  the  optic 
axis,  and  in  parallel  plane-polarized  light  the  relative  velocities  of 
the  extraordinary  and  ordinary  rays  can  be  determined  by  means  of 
the  quartz  wedge  or  selenite  plate  in  the  manner  already  described 
on  page  145. 

Rotary  Polarization. — Some  cr>'stals  have  the  ability  to  resolve 
plane-polarized  light  into  two  circularly  polarized  components,  vibrat- 
ing in  opposite  directions  and  traveling  at  different  velocities. 
This  usually  takes  place  in  a  particular  direction  in  the  crj^stal,  as 
in  the  direction  of  the  optic  axis  in  quartz.  Upon  leaving  the  crj'^stal, 
the  circularly  vibrating  components  combine  to  form  plane  polarized 
light  whose  direction  of  vibration  is  determined  by  the  relative  veloci- 
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ties  of  the  circular  components  and  by  the  thickness  of  the  crystal 
plate.  It  is  also  different  for  different  kinds  of  light,  so  that 
plane  polarized  white  light  is  dispersed  when  it  undergoes  rotary 
polarization.  However,  the  dispersion,  or  the  amount  of  rotation 
of  the  plane  of  vibration,  is  so  slight  in  thin  sections  of  those  rock 
minerals  that  exhibit  this  phenomenon  that  it  is  not  noticeable  in 
rock  sections,  and  consequently  will  not  be  considered  in  greater 
detail  in  this  connection. 

Indicatrii^T-Iiidex  Surface  of  a  Uniaxial  Crystal. — ^In  order  to 
comprehend  the  optical  behavior  of  biaxial  crystals,  it  is  necessary 
to  consider  more  closely  certain  relationships  between  the  velocities 
of  transmission  and  the  indices  of  refraction  for  extraordinary  and 
ordinary  rays  in  uniaxial  crystals.  As  previously  pointed  out,  the 
iDdex  of  refraction  of  a  wave  motion  is  inversely  proportional  to 

C 
its  velocity  of  transmission:  n=— .  In  a  uniaxial  crystal  the  veloci- 
ties of  transmission  of  light  vibrating  as  extraordinary  rays  vary 
-withiti  a  principal  optic  section  as  the  radii  vectores  of  an  ellipse 
whose  major  and  minor  diameters  are  proportional  to  the  maximum 
and  minimum  velocities. 

All  principal  optic  sections  being  alike  in  a  uniaxial  crystal  the 
wave  surface  of  the  extraordinary  rays  is  an  ellipsoid  of  rotation. 
Through  such  an  ellipsoid  of  rotation,  all  rays  traveling  at  any 
given  angle  to  the  axis  of  rotation — ^the  optic  axis — will  travel  with 
like  velocities  and  will  have  a  constant  index  of  refraction,  which 
is  the  reciprocal  of  the  velocity. 


In  Fig.  64  let  the  ellipse  represent  a  section  through  the  axis  of 
rotation  of  the  ellipsoid  and  OX  be  the  direction  of  the  optic  axis, 
axis  of  rotation.    OZ  and  OX  are  radii  along  the  major  and  minor 
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axes.    If  the  maximum  index  of  refraction  be  designated  by  ^,  and 
the  miner  index  by  a,  then  OX=a,  OZ^y. 

For  a  radius  Or,  which  also  represents  the  direction  of  transmission 
of  two  rays  of  light,  it  is  possible  to  deduce  from  certain  geomet- 
rical relations  connected  with  the  properties  of  an  ellipse  the 
velocity  of  the  light  vibrating  as  an  extraordinary  ray,  and  also  of 
that  vibrating  as  an  ordinary  ray.  It  is  known  that  the  area  in- 
closed by  the  tangents  at  the  extremities  of  conjugate  diameters  is 
a  constant  quantity.  Therefore  the  areas  inclosed  by  the  tangents 
and  conjugate  radii  are  always  equal.  The  conjugate  radius  to  Or 
is  parallel  to  the  tangent  to  the  ellipse  at  r.  It  is  OR  in  Fig.  64. 
Therefore  the  area  OrVR=OZWX  or  RN.Or=^OZ.OX=C,  a  con- 

C  C 

stant.     Hence  RN=^-pr-j  0Z= 


Or'  OX' 

That  is,  if  OX  is  the  minimum  index  of  refraction,  OZ,  which  is 
inversely  proportional  to  it,  corresponds  to  the  velocity  which  is  a 
maximum.  The  line  OZ  is  the  direction  of  transmission,  and  also 
represents  the  velocity  of  a  ray  which  would  vibrate  in  OX  and  have 
an  index  of  refraction  equal  to  OX.  Similarly,  the  line  OX  is  the 
direction  of  transmission  and  velocity  of  a  ray  which  would  vibrate 
in  OZ  and  have  an  index  of  refraction  equal  to  OZ, 

C 
From  the  expression  RN^jr-  we  see  that  RN  and  Or  bear  a  re- 
ciprocal relation  to  one  another  as  index  of  refraction  and  veloc- 
ity. That  is,  if  Or  represent  the  velocity  of  an  extraordinary  ray 
traveling  in  the  direction  Or,  then  RN  will  represent  the  index  of 
refraction.  Since  the  extraordinary  ray  vibrates  in  the  plane  of 
the  optic  axis  and  perpendicular  to  the  direction  of  transmission, 
the  line  RN  will  also  be  the  direction  of  vibration  of  the  extraor- 
dinary ray,  Or. 

For  any  point,  R,  on  the  surface  of  an  ellipsoid  of  rotation,  or 
index  surface,  a  ray,  O,  may  be  found  by  passing  through  the  center 
of  the  ellipsoid  a  line  perpendicular  to  RN,  the  normal  to  the  sur- 
face of  the  ellipsoid  at  R,  Then  the  line  RN  will  be  the  direction 
of  vibration  and  the  index  of  refraction  of  an  extraordinary  ray 
traveling  along  Or. 

If  the  point  R  is  at  X,  the  ray  Or  coincides  with  OZ,  and  its 
index  of  refraction,  /?]V,  is  equal  to  OX.  If  the  point  R  is  at  Z,  the 
ray  Or  coincides  with  OX,  and  its  index  of  refraction  is  OZ. 

When  the  point  i2  is  at  X,  it  is  possible  to  pass  many  lines  through 
the  center  perpendicular  to  the  normal,  RN,  for  this  passes  through 
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the  center.    That  is,  in  ail  directions  in  a  plane  perpendicular  to  iZAT, 

equal  to  OX,  there  are  rays,  traveling  with  like  velocity  {OZ  =  r-yj 

and  vibrating  in  the  direction  OX.  These  rays  would  produce  a 
circular  wave  front,  corresponding  to  the  circular  equatorial  section 
of  the  ellipsoid  of  rotation,  the  wave  surface  for  extraordinar}'  vibra- 
tions. 

In  like  manner  when  the  point  R  is  at  Z,  the  normal  RN  passes 
through  the  center,  so  that  many  rays  may  be  passed  through  the 
center  perpendicular  to  this  normal,  RN  =  OZ.  All  of  these  rays 
in  a  plane  perpendicular  to  OZ  will  travel  with  the  same  velocity, 

0X=  TT^.    Since  they  all  vibrate  in  the  direction  of  OZ,  perpendicular 

to  the  optic  axis  OX,  they  are  ordinary  rays.  Their  wave  front  is 
a  circle.  The  same  statement  applies  to  all  points,  72,  on  the  equa- 
torial circle  about  the  index  surface.  For  each  point,  ff,  on  the 
equatorial  circle,  there  is  a  plane  of  rays  vibrating  in  a  line,  RN, 
connecting  the  points,  R,  with  the  center  of  the  ellipsoid,  these  rays 

traveling  with  constant  velocity  (OX  =  Tr^j  and  yielding  a  circular 

wave  front.  All  of  them  together  yield  a  spherical  wave  front  rep- 
resenting the  wave  surface  of  the  ordinary  rays. 

Thus  it  appears  that  from  the  index  surface  of  a  uniaxial  crystal 
may  be  deduced,  by  the  method  of  reasoning  just  employed,  the 
wave  surfaces  for  the  extraordinary  and  ordinary  rays. 

In  an  isotropic  crystal,  since  the  index  of  refraction  is  the  same 
for  all  directions  of  transmission,  the  index  surface  is  a  sphere,  which 
is  a  limiting  case  of  the  ellipsoid  of  rotation,  when  the  major  and 
minor  axes  of  the  ellipse  become  equal. 

Triazial  Ellipsoid. — In  all  other  crystals  than  isotropic  and  uni- 
axial ones,  the  indices  of  refraction  vary  in  such  a  manner  with  the 
direction  of  transmission  of  light  that  the  index  surface  is  a  triaxial 
ellipsoid,  that  is,  it  is  no  longer  a  form  made  by  rotation,  but  there 
are  three  axes  of  different  values  at  right  angles  to  one  another,  so 
related  that  any  two  considered  together  form  the  major  and  minor 
axes  of  elliptical  sections  through  the  center  of  the  ellipsoid.  These 
three  section  planes  are  perpendicular  to  one  another.  One  axis, 
OX,  represents  the  minimum  index  of  refraction,  a.  Fig.  G5; 
another,  OZ,  at  right  angles  to  it  represents  the  maximum  index  of 
refraction,  y.  The  third  axis,  OY,  perpendicular  to  the  first  and 
second,  is  intermediate  in  value,  y?.    These  axes,  X,  F,  Z,  at  right 
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angles  to  one  another,  are  called  the  principle  axes  of  the  ellipsoid, 
and  correspond  to  the  principle  indices  of  refraction  in  the  crystal, 

«»  ?j  r  («<i9<r)-  Some  of  the 
geometrical  characters  of  a  tri- 
axial  ellipsoid  are:  that  the  three 
planes  passing  through  pairs  of  the 
principal  axes,  X,  V ,  Z,  divide  the 
ellipsoid  symmetrically.  Each  is 
a  plane  of  symmetry  for  the  ellip- 
soid. Further,  all  sections  cut  by 
planes  passing  through  the  center 
of  the  ellipsoid  are  ellipses;  in  two 
p(^sitions  the  ellipses  having  all 
the  diameters  equal,  that  is,  being 
circles. 

The  circular  sections  must  pass 
through  the  intermediate  axis,  Y, 
and  be  perpendicular  to  the  plane 
of  XZ.  For  if  a  plane,  cutting 
sections  from  the  ellipsoid,  be  ro- 
tated about  the  axis  Y,  it  will  furnish  elliptical  sections  whose  longer 
axis  will  be  Z  when  it  passes  through  Z.  Upon  rotation  toward  X 
the  longer  axis  diminishes  gradually  in  length  until  it  becomes  the 
shorter  axis  when  the  plane  passes  through  X,  consequently,  there 
must  be  a  position  between  Z  and  X  at  which  the  axis  in  the  plane 
ZX  equals  the  intermediate  axis  Y.  In  this  position  the  elliptical 
section  becomes  a  circle,  SS  in  Fig.  65.  The  same  statement  applies 
to  a  plane  rotating  in  the  other  angle  between  Z  and  X.  There  must 
be  another  position  in  which  there  is  a  circular  section.  These 
two  positions  must  be  symmetrically  placed  with  respect  to  a 
plane  passing  through  YandX,  and  also  to  a  plane  passing  through 

Y  and  Z. 

These  circular  sections  are  somewhat  analogous  to  the  circular 
equatorial  section  in  the  ellipsoid  of  rotation  in  uniaxial  crystals, 
which  is  perpendicular  to , the  optic  axis.  The  normals,  A,  A\  U) 
the  two  circular  sections  in  the  triaxial  ellipsoid  are  also  called  optic 
axes  and,  for  reasons  to  be  explained  later,  they  are  the  primary  optic 
axes.  They  lie  in  the  plane  passing  through  X  and  Z,  which  is  called 
the  plane  of  the  optic  axes.  The  optic  axes  lie  in  the  plane  of  the 
greatest  and  least  axes  of  the  triaxial  ellipsoid.  Crystals  of  this  kind 
are  called  biaxial  crystals. 
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The  inclination  of  the  circular  sections,  and  consequently  the 
angle  between  the  optic  axes  A,  A\  depends  upon  the  relative  values 
of  a,  .3,  J.  For  when  /?  is  much  nearer  in  value  to  a  than  to  ^,  OY  is 
nearly  equal  to  OX,  and  the  section  plane  rotating  about  Y  would  not 
move  far  from  OX  before  encountering  a  radius  of  the  ellipse  XZX'Z' 
equal  to  OX.  As  /?  approaches  a  in  value  the  circular  section  ap- 
proaches the  plane  of  YX,  and  coincides  with  it  when  OY^OX  (J3==^a). 
The  triaxial  ellipsoid  passes  into  an  ellipsoid  of  rotation  with  OZ  the 
axis  of  rotation.  The  optic  axes  A,  A\  normal  to  the  circular  sec- 
tions, approach  one  another  as  the  circular  sections  approach  the  plane 
YZY'Z'.    They  become  one  optic  axis  when  OY^OX  (fi=a). 

In  like  manner,  when  the  value  of  ^  is  nearer  that  of  y  than  that  of 
a,  OY  is  nearer  OZ,  and  the  circular  sections  approach  the  plane 
YZY'Z\  The  optic  axes  approach  the  axis  OX.  When  p=^Y^OY= 
OZ,  the  circular  sections  coincide  with  the  plane  YZY'Z',  and  the 
optic  axes  coincide  with  the  axis  OX,  The  ellipsoid  becomes  one  of 
rotation  about  OX,  which  is  the  optic  axis. 

The  axes  of  the  ellipsoid  OZ  and  OX  bisect  the  angles  between  the 
optic  axes  A,  A',  That  in  the  acute  angle  is  called  the  acute  bisectrix; 
that  in  the  obtuse  angle,  the  obtuse  bisectrix. 

The  three  principal  axes  of  the  ellipsoid  will  be  designated  X,  Y,  Z, 
in  subsequent  discussions  and  descriptions,  instead  of  a,  h,  c,  com- 
monly used.  These  letters  are  easily  confused  with  a,  b,  c,  which 
indicate  the  crystallographic  axes  of  a  crystal. 

When  Z  (  =  7-)  is  the  acute  bisectrix,  by  analogy  with  uniaxial 
crystals  the  biaxial  crystal  is  said  to  be  'positive,  for  in  the  limiting 
case  when  the  acute  angle  becomes  zero  the  ellipsoid  becomes  a  prolate 
ellipsoid  of  rotation,  which  is  the  positive  uniaxial  case. 

When  X  (  =  a)  is  the  acute  bisectrix,  the  biaxial  crystal  is  said  to 
be  negative.  When  the  acute  angle  becomes  zero,  the  ellipsoid  passes 
into  an  oblate  ellipsoid  of  rotation,  the  negative  uniaxial  case. 

The  exact  relation  between  the  angle  between  the  optic  axes  and 
the  values  of  a,  /?,  y  is  given  by  the  expression 


1  1 


where  2V  equals  the  angle  between  the  optic  axes. 
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Transmission  of  Light  through  Biaxial  Ciystala. — The  behavior 
of  light  in  passing  through  a  biaxial  crystal  is  more  complex  than  its 

passage  through  uniaxial  crystals, 
because  of  the  greater  variability 
in  the  velocities  of  transmission 
as  indicated  by  the  variations  in 
refraction  with  changes  of  direc- 
tion. The  wave  surface  for  light 
radiating  from  a  point  within  a 
biaxial  crystal  and  the  interference 
phenomena  exhibited  between 
crossed  nicols  are  best  understood 
by  considering  the  triaxial  ellipsoid 
as  indicatrix  of  the  refraction. 

In  Fig.  65  let  the  triaxial  ellip- 
soid be  the  indicatrix  of  a  crystal 
whose  principal  indices  of  refrac- 
tion, a,  ^,  y,  are  proportional  to  OX, 
2,  OY,  OZ,    The  circular  sections  are 

Fig.  66.  represented  by  YSY'  and  YS'Y'; 

the  principal  optic  axes  by  AA,  A' A'. 

The  wave  surface  produced  by  the  double  set  of  plane  polarized 

rays  radiating  in  all  directions,  each  pair  of  rays  vibrating  in  planes  at 

y 


A      Y 


right  angles  to  each  other,  may  be  developed  from  the  indicatrix  in 
the  manner  already  employed  in  the  case  of  uniaxial  crystals. 

In  the  plane  ZYZ'Y\  Fig.  66,  for  any  point,  R,  on  the  surface  of 
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the  ellipsoid  there  is  a  ray,  Otj  at  right  angles  to  Rn  the  normal  to  the 
surface  of  the  ellipsoid  at  -R.  This  ray  lies  in  the  plane  ZYZ'Y^ 
because  the  normal  Rn  lies  in  this  plane,  since  the  plane  divides  the 
ellipsoid  symmetrically  and  a  tangent  to  its  surface  at  R  must  be 
perpendicular  to  the  plane  of  symmetry  through  that  point.  The 
ray  Or  vibrates  parallel  to  Rn  in  the  plane  ZYZ'Y',  and  the  velocity 
of  transmission  is  the  reciprocal  of  Rn.  Consequently  the  wave 
front  for  these  rays  in  ZYZ'Y'  is  an  ellipse  as  shown  in  Fig.  67.  In 
the  direction  of  the  axis  OZ  the  ray  travels  with  a  velocity  0J5=» 

TT\^=-^*  In  the  direction  Oy  it  travels  with  a  velocity  OC  =  Tr^  =  -. 
C/x     p  OZ     Y 

The  velocities  in  other  directions  are  as  the  radii  vectores  of  an  ellipse 

whose  major  and  minor  axes  are  OB  and  OC. 

In  all  directions  in  the  plane  ZYZ'Y'  there  are  rays  vibrating  at 

right  angles  to  this  plane,  for  there  is  a  normal  to  the  ellipsoid  which  is 


y  X 


Fig.  68. 


Fig.  ()P. 


perpendicular  to  all  of  these  rays  at  the  center.     It  is  in  the  axis  OX, 
The  rays  vibrating  parallel  to  the  axis  OX  travel  with  like  velocities, 

0^==7ri?=^-.    The  wave  front  is  a  circle  which  lies  wholly  outside 
OX    a  ^ 

the  elliptical  wave  front. 

In  like  manner  in  the  plane  YXY'X'  for  any  point,  jR,  on  the  sur- 
face of  the  ellipsoid  there  is  a  ray ,  Or,  at  right  angles  to  Rn,  the  normal 
to  the  ellipsoid  at  R.  This  ray  lies  in  the  plane  YXY'X' j  because 
the  normal  Rn  lies  in  it,  for  it  is  a  plane  of  synunetry  for  the  ellip- 
soid, and  the  tangent  plane  at  R  is  at  right  angles  to  it.  The  ray 
vibrates  in  the  plane  YXY'X',  and  the  wave  front  is  an  ellipse  as 
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shown  in  Fig.  68.    In  the  direction  OF  the  ray  travels  with  a  velocity 

OA==rrT?=— .      In   the   direction    OX    it    travels   with   a  velocity 
OX    a  ^ 

OB^  ^ry  =  -T,    For  other  directions  in  this  plane  the  velocities  are  as 

the  radii  of  the  ellipse  on  OA  and  OB, 

In  all  directions  in  this  plane  there  are  rays  vibrating  at  right 
angles  to  the  plane,  because  they  all  possess  a  normal  to  the  eUipeoid 

at  Z.    They  travel  with  like  velocities,  0C  =  77==--.    The  wave  front 
^  '  OZ     f 

is  a  circle  wholly  within  the  elliptical  wave  front. 

In  the  plane  ZXZ'X'  for  all  points  -R  on  the  surface  of  the  ellip- 
soid there  are  rays  vibrating  in  the  plane  ZXZ'X' ,  yielding  an  ellip- 
tical wave  front  whose  major  and  minor  axes  are,  Fig.  69:  in  the 

direction  OZ,  OA^yr^  =  — ,  and  in  the  direction  OX.  0C=-7r7=  =  — . 

OX     a  OZ      J- 

In  all  directions  in  this  plane  there  are  rays  vibrating  at  right  angles 

to  the  plane  in  the  direction  of  the  normal  to  the  ellipsoid  OY,    The 

velocity  of  these  rays  is  OB=^jy^=-x.    The  wave  front  is  a  circle 

which  intersects  the  elliptical  wave  front  at  four  points,/),  Z>,  Z/,  L/. 
Along  the  line  OD  or  02)'  the  two  rays  vibrating  at  right  angles  to 
one  another  travel  with  the  same  velocities.  In  these  directions  light 
behaves  somewhat  as  it  does  parallel  to  the  optic  axis  in  uniaxial 
crystals.  For  this  reason  these  directions,  OD,  0D\  are  called  optic 
axes.  As  compared  with  the  primary  optic  axes  noted  in  connection 
with  the  indicatrix,  they  are  secondary  optic  axes. 

Further  discussion  of  the  behavior  of  light  passing  through  a 
biaxial  crystal  is  complicated  by  reason  of  the  fact  that  for  points 
-R,  outside  the  three  planes  of  symmetry  the  normals  Rn  will  not  lie 
in  the  plane  of  section,  but  be  inclined  to  it.  The  completed  wave 
surfaces  are  warped  surfaces  symmetrical  to  the  three  planes  of  sym- 
metry through  the  axes  X,  F,  Z,  whose  cross  sections  in  these  planes 
have  been  described.  The  external  surface  has  four  circular  conical 
depressions  at  the  points  D,  D,  D',  D\  About  each  one  of  these 
depressions  there  is  a  circle  at  which  a  plane,  /,  is  tangent  to  the 
warped  wave  surface.  This  circular  ring  of  tangency  may  be  devel- 
oped by  a  consideration  of  the  circular  sections  in  the  triaxial  ipdi- 
catrix. 

The  discussion  of  the  case  may  be  prefaced  by  the  general  state- 
ment that  for  a  plate  of  biaxial  crystal  cut  at  any  angle  to  the  crys'allo- 
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Fio.  70. 


graphic  axes  the  direction  of  vibration  and  the  direction  of  trans- 
mission of  the  two  components, derived  from  an  incident  ray  entering 
at  right  angles  to  the  plate,  may  be  found  by  noting  the  elliptical 
section  cut  by  the  plate  from  the  triaxial 
ellipsoid,  indicatrix.  The  major  and 
minor  diameters  of  such  an  elliptical  sec- 
tion ar^  the  traces  of  the  planes  of  vibra- 
tion of  the  two  component  rays,  and  the 
extremities  of  these  diameters  are  the 
conjugate  points,  R,  R\  on  the  surface  of 
the  ellipsoid,  from  which  normals  to  the 
siirface  determine  the  directions  of  trans- 
mission of  the  rays,  their  directions  of 
vibration,  and  their  velocities. 

If  the  plate  is  not  cut  parallel  to  one 
of  the  planes  of  symmetry  through  XYZ, 
the  normals  -Rn,  JKV,  to  the  surface  of 
the  ellipsoid  at  the  extremities  of  the  major  and  minor  diameters 
of  the  elliptical  section,  Fig.  70,  will  not  lie  in  the  plane  of  the 
plate  but  will  be  inclined  to  it.  Therefore,  the  directions  of  both  of 
the  rays,  g,/;  at  right  angles  to  these  normals  will  not  be  perpen- 
dicular to  the  plate.  Both  rays  will  be  refracted  for  normal  incidence 
of  the  light,  LI.  Both  are  extraordinary  rays.  That  is,  in  biaxial 
crystals  both  components  of  an  incident  ray  behave  in  general  as 
extraordinary  rays. 

The  relation  between  the  directions  of  vibration  of  the  two  com- 
ponents just  mentioned  and  the  position  of  the  optic  axes  may  be 
pointed  out  in  this  connection,  though  its  application  is  made  in  the 
discussion  of  the  interference  figure  in  converging  light  (p.  173) .  The  sec- 
tion cut  from  the  triaxial  ellipsoid  by  the  plane  normal  to  the  incident 
ray — ^the  ray  front — is  an]ellipse  whose  major  and  minor  diameters  are 
the  traces  of  the  planes  of  vibration  of  the  resulting  components  after 
the  light  passes  the  center  point  of  the  ellipsoid.  Now  this  plane  of 
the  ray  front  intersects  the  planes  of  circular  sections  in  the  ellipsoid, 
the  traces  of  which  intersections  must  be  diameters  of  the  elliptical 
section  having  equal  lengths,  since  each  trace  is  the  diameter  ot 
equal  circular  sections.  The  angles  between  these  equal  diameters 
of  the  elHpse  must  be  bisected  by  the  major  and  minor  diameters  of 
the  elliptical  section — ^the  traces  of  the  planes  of  vibration  under  dis- 
cussion. Further,  a  plane  passing  through  the  incident  ray  and  one 
of  the  optic  axes  of  the  biaxial  crAstal  is  perpendicular  to  the  circular 
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section  normal  to  that  optic  axis,  consequently  the  trace  of  this  plane 
in  the  plane  of  the  ray  front  must  be  at  right  angles  to  the  trace  in  it 
of  the  circular  section  which  is  normal  to  this  optic  axis.  The  same 
is  true  of  the  trace  of  a  plane  through  the  incident  ray  and  the  other 
optic  axis,  so  that  the  angles  between  the  traces  of  these  last-men- 
tioned planes  in  the  plane  of  the  ray  front  must  be  bisected  by  the 
traces  of  the  planes  of  vibration  of  the  components  of  the  incident 
ray.  It  is  possible  then  to  find  the  directions  of  vibration  of  the  com- 
ponents of  an  incident  ray  b}*^  bisecting  the  traces  in  the  plane  of  the 
ray  front  made  by  planes  containing  the  ray  and  the  optic  axes. 

In  the  special  case,  in  which  the  plate  is  cut  parallel  to  one  of  the 
circular  sections  in  the  indicatrix,  light  entering  at  normal  incidence 
could  vibrate  in  any  azimuth,  since  the  section  of  the  indicatrix  is 
circular  and  all  diameters  are  alike  (Fig.  71).    But  for  successive  posi- 

»/  V 


Fig.  71. 

•  

tionsof  72  on  the  surface  of  the  ellipsoid  the  normals,  Rn,  would  not  lie 
in  the  plane  of  the  circular  section  except  when  R  is  at  the  extremity 
of  the  axis  Y,  that  is,  in  a  plane  of  symmetry.  When  the  ray  vibrates 
along  OY  it  travels  in  the  direction  of  the  primary  optic  axis,  Ax,  with 

a  velocity  OB  =  Try  =  ^.     It  reaches  the  wave  front  at  ^  Fig.  72.    The 

ray  front  is  tangent  to  the  circular  section  of  the  wave  front  at  this 
point,  t,  and  the  ray  would  leave  the  crystal  plate  at  right  angles,  tt\ 
For  any  other  position  of  R  the  normal  Rn  would  be  inclined  to  the 
plane  of  the  circular  section ,  Fig.  7 1 ,  the  ray  passing  through  the  center 
at  right  angles  to  it  would  be  inclined  to  the  plate  and  would  travel  with 

a  velocity  =  iT-  >-,  because  Rn  is  less  than  the  radius  cf  the  circle, 

Rn     [i 
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OY^^t  the  hypothenuse  of  the  right-angle  triangle  made  byi?n,  the 
ray,  and  the  radius  of  the  circular  section.  The  refracted  ray  would 
leave  the  plate  in  a  direction  parallel  to  the  incident  ray.  It  follows 
from  this  that  for  all  directions  of  vibration  of  light  entering  normal  to 
the  circular  section  there  will  be  within  the  crystal  a  hollow  cone  of 
rays  traveling  with  different  velocities,  which  will  leave  it  in  a  direction 
parallel  to  the  direction  of  incidence,  the  direction  of  the  optic  axis. 
Therefore  the  ray  fronts  for  each  element  of  the  hollow  cone  are  in 
one  plane,  te,  Fig.  72,  perpendicular  to  the  hollow  cylinder  of  emerging 
rays,  «s',  tif.  This  plane  must  be  tangent  to  the  wave  surface  in  a 
circle  passing  through  the  point  t  already  noted  (Fig.  69). 

The  phenomenon  just  described  is  called  internal  conical  refrac- 
tion, and  takes  place  when  light  travels  through  a  biaxial  crystal 
parallel  to  an  optic  axis.  The  size  of  the  angle  of  the  cone  depends  on 
the  inclination  of  the  circular  section  to  the  axes  X  and  Z  and  the  rela- 
tive values  of  a,  /?,  y.  It  is  larger  the  larger  the  angle  between  the 
optic  axes  and  the  greater  the  difference,  j—a.  It  is  seldom  more 
than  2^. 

Considering  the  behavior  of  light  traveling  along  the  secondary 
optic  axes,  OD^  Fig.  72,  the  outer  wave  surface  passes  from  the  circular 
ring  of  tangency  to  the  point  D,  where  the  elliptical  and  circular  sec- 
tions of  the  wave  surfaces  intersect,  forming  a  funnel-like  depression. 
At  this  point  there  are  innumerable  tangents  i?i/»  uu',  etc.,  to  the  wave 
surface,  each  representing  a  ray  front  for  a  ray  traveling  along  OLi. 
There  are,  therefore,  innumerable  rays  possible  along  OD,  traveling  with 
like  velocities  but  vibrating  in  different  planes.  Upon  leaving  the 
surface  of  a  crystal  plate  they  would  advance  in  directions  normal  to 
the  inclined  ray  fronts,  and  would  constitute  the  elements  of  a  hollow 
cone,  VDV\  This  is  the  phenomenon  of  external  conical  refraction, 
the  angle  of  which  is  also  exceedingly  small. 

It  is  to  be  noted  that  the  directions  of  the  secondary  optic  axes 
nearly  coincide  with  those  of  the  primary  optic  axes  and  that  the  be- 
havior of  the  two  is  blended  in  ordinary  interference  phenomena. 

The  indices  of  refraction,  a,  /?,  ;',  var>  with  the  wave  length  of 
the  transmitted  light.  Moreover,  they  vary  at  different  rates,  conse- 
quently the  shapes  of  the  ellipsoid  are  different  for  each  kind  of  lights 
and  the  angle  between  the  optic  axes  also  varies  with  the  color.  This 
is  called  the  dispersion  of  the  optic  axes,  which  is  described  on  p.  181. 

Interference  Phenomena  in  Biaxial  Crystals.  —  In  Parallel, 
plane-polarized  Light. — When  this  is  monochromatic  the  behavior 
of   polarized   light  on    passing   through  a  plate  of  biaxial  crystals 
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is  in  most  positions  the  same  as  it  is  in  uniaxial  cr>'stAls.  It  is 
separated  into  two  components,  vibrating  in  planes  at  right  angles 
to  one  another,  traveling  with  different  velocities,  and  emerging  in 
different  phases.  As  already  noted,  however,  in  most  positions  of  the 
crystal  plate  with  normal  incidence,  both  components  are  refracted. 
In  plates  cut  parallel  to  one  of  the  three  planes  of  symmetry  in  the 
indicatrix  both  rays  are  transmitted  without  refraction  for  normal 
incidence.  In  plates  cut  at  right  angles  to  one  plane  of  symmetry  in 
the  indicatrix  and  inclined  to  the  other  two,  one  ray  is  refracted  in 
the  plane  of  symmetry  which  is  at  right  angles  to  the  plate,  while  the 
other  is  not  refracted  for  normal  incidence. 

According  to  the  phasal  difference  between  the  two  components 
on  leaving  the  plate,  when  the  nicols  are  crossed,  with  monochromatic 
light  there  is  darkness  for  a  phasal  difference  of  a  whole  number  of 
wave  lengths,  and  a  maximum  of  light  for  phasal  differences  of  any 
number  of  half  wave  lengths  when  the  planes  of  vibration  of  the  com- 
ponent rays  are  in  the  45°  position  with  respect  to  the  planes  of  vibra- 
tion in  the  nicols.  In  white  light  the  interference  colors  are  the  same 
as  in  uniaxial  crystals.  .Upon  rotating  a  plate  between  crossed  nicols 
the  light  is  extinguished  when  the  planes  of  vibration  of  the  com- 
ponent rays  are  parallel  to  the  planes  of  vibration  in  the  nicols.  There 
are  positions  in  certain  biaxial  crystals  where  this  is  not  strictly  true, 
owing  to  the  dispersion  of  the  planes  of  vibration  for  light  of  different 
colors,  but  in  practice  this  variation  is  generally  imperceptible. 

When  the  crystal  plate  is  cut  perpendicular  to  an  optic  axis,  if  the 
plane-polarized  light  consists  of  parallel  rays,  with  normal  incidence 
each  ray  would  be  transmitted  vibrating  in  the  same  plane  as  it  vi- 
brated in  before  entering  the  cr\^stal,  because  the  circular  section  of 
the  indicatrix  shows  that  the  plane  of  vibration  with  which  it  enters 
is  a  possible  plane  of  vibration  within  the  crj'stal.  The  ray  may  be 
refracted,  but  its  plane  of  vibration  remains  as  before.  Upon  emerg- 
ing from  the  crystal  it  would  be  cut  off  by  the  upper  nicol,  and  the 
plate  would  remain  dark  between  crossed  nicols  for  a  complete  rota- 
tion. 

Plane-polarized  rays  passing  along  the  secondar}^  optic  axis,  how- 
ever, are  refracted  upon  leaving  the  surface  of  the  crystal  though 
their  plane  of  vibration  is  not  shifted.  Upon  entering  the  upper 
nicol  they  no  longer  meet  the  balsam  film  at  the  angle  of  total  reflec- 
tion, and  part  of  the  light  passes  through  the  analyzer.  This  is  true 
for  all  positions  of  rotation  of  the  crystal  plate.  Consequently,  when 
a  biaxial  crystal  plate,  cut  perpendicular  to  an  optic  axis,  is  observed 
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between  crossed  nicols,  it  is  illuminated  by  a  constant  amount  of 
bght  during  a  rotation  about  the  axis.  1  he  strength  of  the  illumi- 
nation depends  on  the  angle  of  the  cone,  and  this  on  the  double 
refraction  of  the  crystal. 

Interference  Figures  in  Convergent  Polarized  Ught. — It  is  to 
be  expected  that  the  interference  figures  in  convergent  light  ex- 
hibited by  plates  of  biaxial  crystals  between  crossed  nicols  will  be 
analogous  to  those  of  uniaxial  crystals.  If  the  plate  is  cut  perpen- 
dicular to  the  acute  bisectrix,  which  in  this  case  may  be  Z,  and  illumi- 
nated by  monochromatic  light,  the  result  may  be  represented  by  Fig. 
73.  The  lower  part  of  the  figure  represents  a  vertical  section  of  the 
ciystal  plate  in  the  plane  ZX,  the  optic  axes  being  A,  A'.     The 
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upper  part  of  the  figure  represents  the  interference  figure.  XX'  is 
the  direction  of  the  obtuse  bisectrix,  and  YY'  that  of  the  interme- 
diate axis.  In  Fig,  74  the  point  0  is  the  center  of  the  converging 
cone  of  light,  and  also  the  location  of  the  acute  bisectrix  Z.  The 
points  A  and  A'  are  where  the  raya  traveling  parallel  to  the  direction 
of  the  optic  axes  pass  through  the  interference  figure.  They  are  the 
loci  of  the  optic  axes  in  the  interference  figure. 

The  directions  of  vibration  of  any  pair  of  rays  emerging  from  the 
plate  at  r  (Fig.  74)  may  be  found  by  bisecting  the  angles  between  the 
two  lines  connectji^  the  point  r  with  the  loci  of  the  optic  axes.  The 
bisecting  lines  m  and  n  are  the  traces  of  the  planes  in  which  the  vibra- 
lions  take  place. 
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When  the  directions  OY  and  OX  are  parallel  to  the  directions  of 
vibration,  PPand  4-4', in  the  crossed  nicols  (Fig. 75), ail  rays  emerg- 
ing along  the  lines  OY  and  OX  will  vibrate  parallel  to  PP"  and  be  cut 
out  by  the  upper  nicol.    There  will  bo  two  dark  bands  parallel  to 
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these  lines:  a  narrow  one  connecting  the  optic  axes,  a  broad  one  at 
right  angles  to  this,  Kince  rays  traveling  in  the  direction  of  the 
optic  axes  will  emei^e  in  the  same  phase,  there  will  be  darkness  at 


these  points,  which  will  lie  on  the  line  XX'.  As  the  rays  diverge  from 
each  of  these  directions  the  phasal  difference  between  two  component 
rays  will  increase,  so  that  there  will  be  rings  of  light  and  darkness 
surrounding  each  optic  axis,  as  for  uniaxial  crystals.    These  will  not 
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be  circles,  except  in  the  immediate  neighborhood  of  each  axis.  Their 
shapes  vary  as  shown  in  Fig,  73,  the  cur\es  being  called  lemniscates. 
With  white  light  these  curves  are  bands  of  color  like  the  circles  in  a 
uniaxial  interference  figure.  The  bands  parallel  to  A'.V  and  YY' 
remain  dark. 

The  distance  apart  of  the  lemniscates  varies  with  the  thickness  of 
the  plate  and  the  double  refraction  of  the  crystal.     It  also  depends  on 
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tlie  convergence  of  the  system  of  Itntea  by  which  the  interference 
figure  is  produced. 

When  the  crystal  plate  b  rotated,  as  in  Fig.  76,  the  directions  of 
XX'  and  YY'  change,  the  optic  axes  revolve  with  the  line  XX',  and 
the  lemniscates  with  them.  The  dark  crossed  bands  separate  in  the 
middle  and  become  hyperbolas,  which  shift  and  change  shape  as  the 
plate  is  rotated.  In  all  positions  each  passes  through  an  optic  axis. 
In  the  45°  position  of  the  crystal  plate  the  poles  of  the  hyperbolas  are 
the  optic  axes.     As  the  plate  is  further  rotated  they  approach  one 
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another,  and  meet  to  form  crossed  bands  when  XX'  and  YY'  are 
parallel  to  the  directions  of  vibration  in  the  nicols.  Upon  the  rotation 
of  the  plate  they  pass  through  all  points  in  which  the  directions  of  vibra- 
tion of  the  rays  are  parallel  to  the  planes  of  vibration  in  the  nicols. 

It  is  to  be  noted  that  when  the  plane  of  the  optic  axes  XZX'  is  in 
the  45°  position,  the  convex  side  of  the  hyperbolas  is  turned  toward 
the  acute  bisectrix.  Also,  when  the  plate  is  rotated  from  the  position 
in  which  the  lines  XX',  YY*  are  parallel  to  PP* ,  AA\  the  hyperbolas 
pass  into  those  quadrants  between  PP'  and  AA'  in  which  the  optic 
axes  pass.  This  observation  wull  serve  to  locate  the  plane  of  the 
optic  axes  when  the  axes  emerge  outside  the  field. 

If  the  crystal  plate  is  cut  at  an  inclination  to  the  acute  bisectrix, 
the  interference  figure  is  eccentric  to  the  center  of  the  field  of  view, 
but  its  general  appearance  and  behavior  are  the  same  as  in  the  case 
described. 

If  the  plate  is  perpendicular  to  one  of  the  optic  axes,  the  colored 
rings  are  concentric  with  the  field  of  view  and  they  are  crossed  by  a 
dark  bar  which  rotates  about  the  optic  axis,  bending  into  a  hyper- 
bola as  the  plate  is  rotated.  From  what  has  already  been  said,  it  is 
to  be  noted  that  when  the  plane  of  the  optic  axes  is  in  the  45°  position 
with  respect  to  the  planes  of  vibration  of  the  nicols,  the  hyperbola  will 
be  convex  toward  the  acute  bisectrix  and  concave  toward  the  obtuse 
bisectrix.  When,  however,  the  angle  between  the  optic  axes  is  90°, 
the  hyperbola  will  be  equally  curved  toward  both  axes,  that  is,  it  will 
be  a  straight  line.  It  will  not  curve  when  the  plate  is  rotated.  This 
behavior  of  the  hyperbola  in  a  section  cut  perpendicular  to  the  optic 
axis  is  an  indication  that  the  angle  between  the  optic  axes  is  nearly 
90°.    A  good  illustration  of  this  case  is  to  be  found  in  olivine. 

If  the  plate  is  cut  perpendicular  to  the  obtuse  bisectrix,  the  inter- 
ference figure  is  like  that  furnished  by  a  section  perpendicular  to  the 
acute  bisectrix,  except  that  the  loci  of  the  optic  axes  are  farther 
apart.  To  determine  whether  the  bisectrix  perpendicular  to  a  plate 
of  biaxial  crystal  is  the  acute  or  obtuse  one,  it  is  necessary  to  deter- 
mine approximately,  at  least,  the  value  of  the  angle  between  the  optic 
axes.  In  the  microscopical  study  of  mineral  sections,  when  it  is  not 
possible  to  rotate  the  plate  about  the  axis  perpendicular  to  the  plane 
of  the  optic  axes,  the  value  ol  the  angle  between  the  optic  axes  may 
be  estimated  in  terms  of  the  diameter  of  the  field  of  view  when  the 
angular  aperture  of  the  objective  lens  is  known,  and  when  the  index 
of  refraction  of  the  mineral  is  also  known.  For  the  angle  actually 
observed  is  the  angle  in  air,  expressed  by  2E, 
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The  relation  between  2E  and  2V,  the  angle  between  the  optic 

axes,  is  shown  in  Fig.  77,  in  which  E  corresponds  to  the  angle  of 

incidence  and  V  to  the  angle  of  refraction 

of  a  ray   passing    along  an  optic   axis. 

sin  t    sin  E        ,    .     „  , ,    . 

n  =  — — = j^  and  ein  E  =  n  sin   1  ,  in 

which  n=j3,   the   index  of  refraction  of 

light  traveling  in  the  direction  of  an  optic 

axis.      From  this  we   may  calculate  the 

size  of  the  optic  axial  angle  for  various 

values  of  71  which  will  just  equal  the  aper-  '     p,g_  -j-j^ 

ture  of  a  particular  lens.     In  such  a  case 

the  loci  of  the  optic  axes  fall  on  the  circumference  of  the  field  of  view. 

Owing  to  the  rather  high  refraction  of  many  biaxial  minerals  occur- 
ring in  rocks,  the  loci  of  the  optic  axes  maj'  fall  just  outside  the  field 
of  view  when  the  axial  angle  is  large.  In  such  cases  the  acute  or 
obtuse  character  of  the  bisectrix  is  indeterminable  from  the  inter- 
ference figure. 

Exact  determinations  of  the  angle  between  the  optic  axes  can  only 
be  made  on  sections  of  crystals  that  can  be  rotated  in  the  plane  of  the 
optic  axes,  and  such  determinations  are  not  possible  on  the  ordinary 
rock  section.    Approximate  determinations  may  be  made  in  favorable 
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cases  by  measuring  with  a  micrometer  scale  the  apparent  distance 
between  the  pole:!  of  the  hyperbolas  in  biaxial  interference  figures,  and 
calculating  from  this  and  the  known  angular  apperture  of  the  lens  the 
angle  between  the  optic  axes.  For  descriptions  of  the  various  methods 
the  student  ia  referred  to  Roaenbusch-Wulfiog's  Mikroskopische 
Physiographic  der  Mineralien  und  Gesteine,  ^'ol,  1,  Part  1,  p.  323  et 
seq. 

When  the  optic  axes  lie  outside  the  field  of  view,  as  in  Fig.  78,^  the 
visible  part  of  the  interference  figure  is  the  central  portion  only,  com- 
posed of  broad,  colored  lemniscates,  across  which  the  hyperbolas  open 

'  Figs.  78,  79.  and  80  are  after  Uvy  and  Lacroix. 
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and  close  when  the  plate  is  rotated.  The  obtuse  angle  may  be  so 
large  as  to  approach  180°;  when  this  is  reached  the  crystal  is  uniaxial. 
It  follows  from  this  that  a  uniaxial  crystal  cut  parallel  to  the  optic 
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axis  yields  an  interference  figure  which  is  like  that  of  a  biaxial  crystal 
cut  perpendicular  to  an  obtuse  bisectrix. 

When  the  mineral  plate  is  not  perpendicular  to  the  acute  bisectrix, 
but  is  inclined  to  it,  the  normal  to  the  plate  lying  between  the  bisec- 
trix and  one  of  the  optic  axes,  but  one  dark  hyperbola  crosses  the  field 
during  a  rotation  of  the  plate  between  crossed  nicols,  as  shown  in  Fig. 
79.  And  when  the  mineral  plate  is  at  right  angles  to  one  of  the  optic 
axes,  the  dark  hyperbola  appears  as  a  bar  passing  through  the  center 
of  the  field,  bending  and  changing  its  position  as  the  mineral  plate  is 
rotated  (Fig.  80) .  The  bar  is  straight  when  the  plane  of  the  optic  axes 
is  parallel  to  one  of  the  principal  planes  in  the  nicols.  When  it  is 
curved,  it  is  convex  toward  the  acute  bisectrix.  It  follows  from  this 
that  when  the  angle  between  the  optic  axis  is  90°,  and  the  bisectrices 
are  of  equal  value,  the  bar  curves  equally  toward  both,  that  is,  it 
remains  straight  upon  rotation  of  the  plate.    The  cur\'ature  of  the 
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bar  then  is  an  index  of  the  size  of  the  angle  between  the  optic  axes. 
The  curvature  is  greater  the  smaller  the  angle  2F. 

Determination  of  the  Optical  Character  of  Biaxial  Crystals. — 
When  the  location  of  the  acute  and  obtuse  bisectrices  in  a  plate  of 
a  biaxial  crystal  is  kno^n,  it  is  possible  to  determine  the  positive  or 
negative  character  of  the  crystal  by  noting  which  is  the  direction  of 
vibration  of  the  fast  and  which  that  of  the  slow  ray.  This  may  be 
done  by  using  a  mica  plate  or  a  quartz  wedge,  or  a  selenite  plate.     In 
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Fig.  81  if  the  plate  is  cut  perpendicular  to  the  acute  bisectrix  and  the 
loci  of  the  two  optic  axes  appear  within  the  field  of  view,  the  obtuse 
bisectrix  is  in  the  plane  of  the  optic  axes^  and  the  intermediate  axis,  Y, 
is  normal  to  it. 

When  a  mica  plate  is  used  to  determine  the  optical  character,  the 
crystal  is  oriented  so  that  the  plane  of  the  optic  axes  is  parallel  to  one* 
of  the  planes  of  vibration  in  the  nicols.  The  mica  plate,  Af,  is  placed 
in  the  45°  position,  the  direction  of  the  arrow  passing  diagonally 
through  two  opposite  quadrants  of  the  interference  figure.  Then,  by 
analogy  with  uniaxial  crystals,  if  the  mineral  is  optically  positive,  the 
colored  lemniscates  will  expand  from  the  loci  of  the  optic  axes  in  the 
quadrants  lying  across  the  direction  of  the  arrow,  and  they  will  con- 
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tract  in  the  quadrants  lying  along  the  direction  of  the  arrow.  It 
seldom  happens,  however,  that  this  test  can  be  applied  satisfactorily 
in  the  case  of  extremely  thin  sections.  It  is  better  to  use  the  quartz 
wedge,  inserting  the  thin  end  first,  and  noting  the  movement  of  the 
colored  lemniscates.  In  this  case  the  biaxial  plate  should  be  placed 
so  that  the  plane  of  the  optic  axes  lies  in  the  45°  position.  If  the 
quartz  wedge  is  placed  over  the  biaxial  plate,  so  that  the  directions 
of  vibration  of  the  slow  rays  in  each  mineral  are  parallel,  the 
effect  is  as  though  the  crystal  plate  were  thickened — the  lemniscates 
contract  toward  the  optic  axes.  If  the  wedge  is  placed  in  the  oppo- 
site direction,  so  fhat  the  fast  ray  in  one  mineral  vibrates  parallel  to  the 
vibrations  of  the  slow  ray  in  the  other  mineral,  the  effect  is  as 
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though  the  crystal  plate  were  thinned;  the  lemniscates  expand  from 
the  optic  axes.  Caution  must  be  used  in  this  case  to  note  whether  the 
total  double  refraction  of  the  crystal  plate  is  compensated  by  the 
quartz  wedge,  which  will  be  shown  by  the  darkening  of  one  of  the 
lemniscates  which  moves  away  from  the  optic  axes.  When  this  has 
passed,  the  further  advance  of  the  wedge  has  the  effect  of  thickening 
the  plate,  and  the  lemniscates  move  toward  the  optic  axes. 

Other  methods  of  determining  whether  the  obtuse  or  acute  bisec- 
trix is  the  direction  of  the  fast  or  slow  ray  depend  on  the  interference 
figure  for  determining  the  location  and  identification  of  the  bisectrices 
and  afterwards  using  the  interference  color  of  the  plate  in  parallel 
polarized  light  as  a  means  of  determining  the  fast  and  slow  rays  by 
the  quartz  wedge  or  selenite  plate  in  the  manner  already  described  for 
uniaxial  crystals  (p.  145). 

If  the  plate  is  cut  perpendicular  to  one  optic  axis  it  is  possible 
to  determine  the  optical  character  of  the  crystal  by  rotating   the 

plate  imtil  the  plane  of  the  optic 
axes  is  45°  to  the  planes  of  vibra- 
tion in  the  nicols,  noting  that  the 
hyperbola  is  convex  tpward  the 
acute  bisectrix,  and  placing  over 
it  a  mica  plate.  If  the  hyperbola 
moves  toward  the  acute  bisectrix 
the  crystal  is  positive,  if  it  moves 
toward  the  obtuse  bisectrix  the 
crystal  is  negative.  This  is  demon- 
strated by  the  diagram  Fig.  82.  O 
is  the  locus  of  an  optic  axis,  ZX  is 
the  plane  of  the  optic  axes,  and  Y 
is  the  optic  normal.  If  OZ  is  the 
acute  bisectrix,  and  the  direction 
of  vibration  of  the  slow  ray  (optic- 
ally positive  crystal),  then  OX  is  the  direction  of  vibration  of  the  fast 

rav.     Light  traveling  along  the  optic  axis  has  a  velocity = 


r 


con- 


sequently any  ray  emerging  between  the  optic  axis  and  the  acute 
bisectrix,  OZ,  as  at  a,  is  faster  than  this,  >-^,  and  any  ray  emeiiging 
between  the  optic  axis  and  the  obtuse  bisectrix,  OX,  as  at  6,  is  slower 
than  this,  <  -j.    When  the  mica  plate  is  placed  so  that  the  direction  of 
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vibration  of  the  slow  ray  in  it,  the  arrow,  is  parallel  to  the  plane  of  the 
optic  axes  in  the  biaxial  crystal,  then  between  the  optic  axis  and  the 
acute  bisectrix  the  faster  ray  in  the  plate  vibrates  parallel  to  the  slow 
ray  in  the  mica,  and  the  effect  is  a  thinning,  lemniscates  move  from  the 
optic  axis,  and  this  moves  toward  the  acute  bisectrix.  Between  the 
optic  axis  and  the  obtuse  bisectrix  the  reverse  condition  obtains,  slow 
ray  vibrates  parallel  to  slow  ray,  the  effect  is  a  thickening,  the  lemnis- 
cates move  toward  the  optic  axis,  that  is,  also  toward  the  acute 
bisectrix.  If  the  mineral  were  optically  negative,  the  lemniscates  and 
hyperbola  would  move  in  the  opposite  direction,  away  from  the  acute 
bisectrix. 

Dispersion. — It  has  already  been  stated  that  the  values  of  the 
principal  indices  of  refraction,  a,  ^,  /-,  vary  with  the  wave  length  of 
the  light  transmitted,  consequently  the  form  of  the  triaxial  ellipsoid — 
indicatrix — changes  with  each  kind  of  light,  and  with  this  change  of 
form  there  must  be  a  corresponding  change  in  the  position  of  the  optic 
axes.  The  angle  between  the  optic  axes  in  any  crystal  is  different 
for  each  kind  of  light.  The  optic  axes  are  dispersed.  Whether  the 
axes  are  further  apart  for  red  light  than  for  violet  depends  upon  the 
relative  values  oi  a,  ^j  y  for  these  colors,  and  this  is  characteristic 
of  different  minerals.  The  fact  is  expressed  by  p>v  or  p<v,  and 
it  may  be  observed  in  the  interference  figure  for  white  light  by  noting 
the  color  of  the  edges  of  the  hyperbolas  when  the  plane  of  the  optic 
axes  lies  in  the  45®  position.  The  hyperbola  consists  of  superim- 
posed hyperbolas  for  all  the  components  of  white  light.  If  there 
were  no  dispersion  of  the  optic  axes  these  hyperbolas  would  coincide 
along  their  center,  but  as  the  axes  are  dispersed  the  hyperbolas  are 
shifted  over  one  another.  The  one  farthest  from  the  acute  bisectrix 
corresponds  to  the  color  with  the  largest  optic  angle.  If  this  were 
red  then  red  would  be  cut  out  of  white  light  and  the  resultant  color 
would  be  bluish.  In  this  case  the  hyperbola  nearest  the  acute  bisec- 
trix would  be  that  for  blue  light,  which  would  be  cut  out  letting  red 
dominate.  So  that  when  the  axes  for  red  are  more  dispersed  than 
those  for  blue,  p>v,  the  edge  of  the  hyperbola  farthest  from  the 
acute  bisectrix— the  concave  side — is  blue^  that  nearest  the  acute  bisec- 
trix— the  convex  side— is  red.  The  color  appears  as  a  thin  fringe  to 
the  black  hyperbola. 

Not  only  does  the  form  of  the  ellipsoid  change  with  light  of  differ- 
ent wave  lengths  but  the  positions  of  the  principal  axes  of  the  ellip- 
soids may  change,  according  to  the  crystallographic  symmetry  of  the 
mineral.    There  are  three  cases  possible: 
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1.  The  three  planes  of  symmetry  in  the  ellipsoids  coincide  for  light  of 
all  wave  lengths.  That  is,  the  three  principal  axes,  -X,  F,  Z,  of  ail  the 
ellipsoids  lie  in  the  same  three,  directions  in  the  crystal  for  all  colors. 
But  it  does  not  follow  that  for  all  colors  the  same  axes,  major, 
intermediate,  or  minor,  are  in  the  same  directions.  In  some  cases  two 
interchange  places  for  different  colors. 

Crystals  of  this  kind  belong  to  the  orthorhombic  system,  and  the 
three  principal  axes  of  the  eUipsoid  coincide  with  the  three  crystal 
axes,  a,  6,  c,  for  all  colors.  Any  one  of  the  axes  a,  b,  c  may  be 
parallel  to  the  major,  intermediate,  or  minor  axis  of  the  ellipsoids, 
according  to  the  particular  mineral. 

In  these  minerals  the  dispersion  of  the  optic  axes  is  symmetrical 
to  two  planes  of  symmetry  intersecting  in  the  acute  bisectrix,  as  in 
Fig.  83,  in  which  ^>v,  the  colored  lenmiscates  are  dispersed  together 
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Fig.  83.  Fio.  84. 

with  the  axes,  and  the  variations  in  color  are  alike  on  both  sides  of 
the  plane  of  the  optic  axes  and  on  both  sides  of  a  plane  through  the 
bisectrix  at  right  angles  to  this  plane. 

In  brookite  the  Z  axis  is  the  acute  bisectrix  and  is  parallel  to  the 
crystal  axis  a,  and  the  plane  of  the  optic  axis  for  red  and  yellow  is 
parallel  to  the  third  pinacoid  (001),  2Ep=55i^;  but  the  plane  of  the 
optic  axes  for  green  is  parallel  to  the  second  pinacoid  (010),  2£';'=33**. 
Consequently  for  some  intermediate  color  brookite  is  uniaxial. 

2.  The  ellipsoids  for  all  colors  ftave  othe  plane  of  symmetry  in  common, 
and  one  of  the  principal  axes  perpendicular  to  this  plane.  The  other 
principal  axes  are  dispersed  in  the  common  plane  of  symmetry. 
Either  axis,  -X,  Y,  or  2,  may  have  a  constant  position  for  all  colors. 

Crystals  of  this  kind  belong  to  the  monoclinic  system.  The 
commoux  plane  of  symmetry  for  all  colors  coincides  with  the  second 
pinacoid  (010),  the  plane  of  symmetry  for  most  crystals  in  this  system, 
and  the  common  axis  for  all  colors  coincides  with  the  crystal  axis,  6. 

In  these  minerals  the  dispersion  of  the  optic  axes  depends  upon 
whether  the  common  axis  is  the  acute  or  obtuse  bisectrix,  or  the  optic 
normal. 
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(a)  //  the  common  axis  is  the  obtuse  bisectriXi  the  plane  of  the  optic 
axes  is  at  right  angles  to  the  plane  of  symmetry.  The  acute  bisectrix 
is  dispersed  in  the  plane  of  symmetry.  When  the  angle  between 
optic  axes  for  red  is  greater  than  that  for  violet,  p>Vy  the  result  is 
illustrated  in  Fig.  84.  The  colors  in  the  lemniscates  are  similarly 
disposed  about  both  optic  axes  and  are  distributed  symmetrically 
on  both  sides  of  the  plane  of  symmetry,  which  is  perpendicular  to 
the  plane  of  the  optic  axes.    This  is  called  horizontal  dispersion. 

(6)  //  the  common  axis  is  Y,  the  normal  to  the  plane  of  the  optic 
axes,  this  plane  lies  in  the  plane  of  symmetry.  The  acute  bisectrices 
are  dispersed,  and  the  result  is  illustrated  in  Fig.  85  when  p>v.  The 
colors  of  the  lemniscates  are  unlike  about  the  optic  axis,  and  are  dis- 
tributed  symmetrically  with  respect  to  the  plane  passing  through  the 
optic  axes.    This  is  inclined  dispersion, 

(c)  //  the  common  axis  is  the  acute  bisectrix,  the  planes  of  the  optic 
axes  are  dispersed,  and  when  p  >t;  the  result  is  illustrated  in  Fig.  86. 
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Fig.  86. 


Fig.  87. 


The  colors  of  the  lemniscates  are  alike  about  both  optic  axes,  but  are 
symmetrical  across  a  point  only.     This  is  called  crossed  dispersion. 

3.  The  ellipsoids  for  all  colors  have  no  planes  or  axes  in  common. 
The  principal  axes  and  planes  of  the  optic  axes  are  dispersed  in  an 
uDsymmetrical  manner  (Fig.  87). 

The  distribution  of  color  in  the  lemniscates  about  each  optic  axis  is 
different,  and  is  not  symmetrical  to  a  line  or  a  point.  Crystals  of  this 
kind  belong  to  the  triclinic  system. 

Abnormal  Interference  Colors  in  Biaxial  Crystals. — In  addition  to 
those  abnormal  interference  colors  due  to  the  absorption  of  light  of 
particular  wave  lengths  by  a  crystal,  which  give  it  a  definite  color, 
there  are  others  which  are  brought  about  by  the  dispersion  of  the  optic 
axes  when  the  angle  between  them  is  so  small  that  for  light  of  a  par- 
ticular color  it  is  zero,  or  nearly  so.    In  such  a  case,  as  in  zoisite,  in  a 
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section  cut  at  right  angles  to  the  acute  bisectrix  the  light  for  which  the 
optic  axial  angle  is  zero  is  cut  o£F  between  crossed  nicols,  as  though 
the  crystal  were  uniaxial  for  this  color.  The  resulting  interference  color 
is  strongest  in  those  parts  of  the  spectrum  for  which  the  optic  axes 
are  farthest  apart.  In  zoisite  the  optic  angle  is  nearly  zero  for  the 
red  end  of  the  spectrum,  and  the  interference  color  in  sections  normal 
to  the  acute  bisectrix  is  indigo  and  blue.  The  same  is  the  case  with 
penninite. 

Sections  of  crystals  exhibiting  marked  dispersion  of  the  bisectrices 
for  different  kinds  of  light  will  not  become  dark  in  any  position  between 
crossed  nicols  when  illuminated  by  white  light,  but  show  modifications 
of  the  dominant  interference  color  as  they  approach  the  position  in 
which  the  bisectrices  are  successively  parallel  to  the  principal  optic 
sections  of  the  nicols. 

Changes  in  the  Optical  Behavior  of  Crystals  due  to  Molecular 
Strain. — A  condition  of  homogeneous  molecular  strain  may  be  pro- 
duced in  a  crystal,  or  in  a  homogeneous  amorphous  body  like  glass,  by 
a  uniform  change  of  temperature  or  by  a  pressure  exerted  uniformlj' 
on  all  sides  of  it,  as  in  the  case  of  hydrostatic  pressure  or  of  gas  pressure. 
Within  certain  limits  the  effect  is  to  move  the  molecules  farther  apart 
or  closer  together  without  changing  their  arrangement,  producing 
a  change  of  volume  and  of  density.  Beyond  these  limits  the  changing 
of  the  molecular  arrangement  is  equivalent  to  the  transformation  of 
the  crystal  into  one  of  another  kind.  Such  transformations  are  not 
considered  in  this  connection. 

In  general,  and  in  the  case  of  rock  minerals  and  glass,  changes 
of  temperature  and  pressure  affect  these  substances  in  the  opposite 
manner.  That  is,  increase  of  temperature  usually  increases  the  vol- 
ume, and  increase  of  pressure  decreases  it.  Some  of  the  effects  on  the 
optical  properties  of  glass  and  crystals  may  be  stated  briefly  as  follows: 

Isotropic  media,  amorphous  glass,  and  crystals  in  the  isometric 
system  remain  isotropic  upon  a  change  of  temperature.  But  with  a 
change  in  density  there  is  a  change  in  the  index  of  refraction  of  each 
substance,  so  that  with  increase  of  temperature  there  is  a  decrease  in 
the  value  of  the  index  of  refraction. 

Uniaxial  crystals  remain  uniaxial  upon  change  of  temperature,  but 
the  changes  in  the  refraction,  and  consequently  in  the  double  refraction, 
do  not  bear  a  constant  ratio  to  the  amount  of  change  in  temperature. 
That  is,  the  rate  of  change  in  the  refraction  of  the  ordinary  ray  may 
be  different  from  that  of  the  extraordinary  ray.  In  fact  they  vary 
in  opposite  directions  in  certain  minerals.    Thus  in  quartz  Fizeau 
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found  that  both  <o  and  e  decrease  with  increase  of  temperature,  and 
at  nearly  the  same  rate.  In  beryl  the  refractive  indices,  cj  and  e, 
increase  with  increase  of  temperature,  as  observed  by  Dufet  and  Offret; 
the  increase  for  cj  being  greater  than  that  for  t.  In  calcite  Fizeau 
foimd  that  both  indices,  to  and  e,  increase  with  rising  temperature ;  that 
for  €  being  noticeably  greater  than  that  for  w.  From  this  it  is  seen 
that  the  double  refraction  is  increased  in  some  minerals  and  decreased 
in  others  by  a  rise  of  temperature. 

In  biaxial  crystals  the  three  principal  indices  of  refraction  are 
affected  differently  by  a  change  of  temperature,  each  at  its  own  rate, 
so  that  the  shape  of  the  triaxial  ellipsoid,  or  indicatrix,  for  each  color 
or  value  of  >l  changes.  This  not  only  modifies  the  double  refraction, 
but  more  noticeably  the  angle  between  the  optic  axes.  Offret  found 
that  the  double  refraction  for  different  pairs  of  the  principal  indices 
in  one  substance  in  some  cases  increased,  in  others  decreased,  with 
increase  of  temperature,  but  that,  in  the  minerals  investigated,  the 
dispersion  increased.  Des  Cloizeaux  investigated  the  changes  in 
the  optical  angle  of  various  crystals  and  found  that  the  change  of 
angle  in  some  minerals  is  very  slight,  while  in  others  it  is  very  marked. 
Of  these,  gypsum  and  orthoclase  (sanidine)  are  good  examples.  With 
increase  of  temperature  the  axial  angle  decreases,  so  that  it  is  zero  for 
particular  values  of  X  at  temperatures  less  than  100°  in  the  case  of 
gypsum,  which  under  such  conditions  is  uniaxial  for  a  particular 
color.  Above  this  temperature  the  plane  of  the  optic  axes  is  at  right 
angles  to  its  former  position,  and  with  still  further  rise  in  tempera- 
ture the  optic  axial  angle  increases  in  value. 

Stress  acting  in  one  direction  instead  of  in  all  directions  may 
produce  homogeneous  strain,  the  effect  of  which  on  the  optical  prop- 
erties of  glass  and  crystals  is  in  general  as  follows: 

Isotropic  media  become  double  refracting.  Amorphous  substances 
like  glass,  when  subjected  to  compression,  behave  as  though  denser  in 
the  directions  of  the  pressure  than  at  right  angles  to  it.  Consequently 
light,  in  passing  through  such  a  strained  substance  at  right  angles  to 
the  line  of  pressure,  is  separated  into  two  components,  one  vibrating 
in  the  direction  of  the  line  of  pressure  and  having  a  lower  index  of 
refraction  than  the  other  component  which  vibrates  at  right  angles 
to  it.  It  is  as  though  a  sphere  representing  the  index  surface  of  the 
isotropic  medium  were  changed  by  compression  into  an  oblate  ellip- 
soid of  rotation  whose  axis  is  in  the  direction  of  pressure — ^the  indi- 
catrix of  an  optically  negative  uniaxial  crystal.  Tension  in  one 
direction  produces  the  opposite  effect.    Glass  under  tensile  stress 
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would  have  the  properties  of  an  optically  positive  uniaxial  crystal. 
The  sphere  would  be  elongated  to  a  prolate  ellipsoid  of  rotation. 
Stresses  in  more  than  one  direction  would  produce  the  optical  effect 
of  a  biaxial  crystal. 

Isotropic  crystals,  or  those  in  the  isometric  system,  become  biaxial 
when  stressed  in  any  one  direction,  except  in  the  line  of  the  three  axes 
of  symmetry  that  are  perpendicular  to  one  another,  that  is,  the  three 
cr}'stallographic  axes;  and  also  when  in  the  line  of  the  four  three- 
fold axes  of  symmetry,  that  is,  the  axes  connecting  opposite  comers 
of  a  cube. 

Uniaxial  crystals  when  stressed  in  the  direction  of  the  optic  axes 
remain  uniaxial,  but  have  their  double  refraction  increased  or  decreased 
according  as  they  are  optically  positive  or  negative  and  are  subjected 
to  tension  or  compression.  The  particular  effect  in  each  case  may 
be  understood  by  considering  the  optical  indicatrix,  a  prolate  ellipsoid 
of  rotation  for  positive  crystals  and  an  oblate  ellipsoid  of  rotation  for 
negative  ones,  compressed  in  the  direction  of  the  axis  of  rotation  under 
pressure,  or  elongated  in  this  direction  under  tension.  The  change 
which  further  accentuates  the  form  of  the  indicatrix  increases  the 
double  refraction;  that  which  causes  the  indicatrix  to  approach  nearer 
to  the  form  of  a  sphere  diminishes  the  double  refraction. 

When  stressed  in  other  directions,  uniaxial  crystals  become  biaxial, 
that  is,  the  indicatrix  becomes  triaxial.  When  a  positive  imiaxial 
crystal  ia  compressed  at  right  angles  to  the  optic  axis,  this  axis  be- 
comes the  acute  bisectrix  and  the  plane  of  the  optic  axes  lies  in  the 
direction  of  the  line  of  pressure,  as  though  the  uniaxial  indicatrix 
were  compressed  to  a  triaxial  one  whose  major  axis  coincided  with 
the  original  optic  axis,  and  whose  minor  axis  was  in  the  line  of  pres- 
sure. Conversely,  when  a  negative  uniaxial  crystal  is  compressed  in 
a  similar  manner,  the  original  optic  axis  becomes  the  acute  bisectrix 
and  the  plane  of  the  optic  axes  lies  at  right  angles  to  the  line  of 
pressure.  A  tensile  stress  operates  in  an  opposite  manner.  It  is  in- 
teresting to  note  that  a  uniaxial  crystal  exhibiting  rotary  polariza- 
tion in  the  direction  of  the  optic  axis,  such  a^  quartz,  when  rendered 
biaxial  by  lateral  pressure,  exhibits  rotary  polarization  in  the  direc- 
tion of  each  of  the  optic  axes,  the  polarization  being  elliptical  instead 
of  circular 

Biaxial  crystals  stressed  in  the  direction  of  one  of  the  three  prin- 
cipal axes  of  vibration,  that  is,  along  one  of  the  principal  axes  of  the 
indicatrix,  are  affected  in  such  a  manner  that  the  shape  of  the  ellipsoid 
is  changed,  but  not  its  orientation  in  the  crystal.    The  indices  of 
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refraction  and  the  angle  between  the  optic  axes  are  changed.  In 
general  it  may  be  stated  that  the  refraction  of  the  light  which  vibrates 
in  the  direction  of  the  compression  is  decreased.  From  this  the  effect 
of  applying  a  pressure  in  the  direction  of  any  one  of  the  three  axes  of 
the  indicatrix  in  an  optically  positive  crystal,  or  in  an  optically  nega- 
tive crystal,  may  be  deduced.  It  is  as  though  the  triaxial  ellipsiod 
were  compressed  in  the  direction  of  the  stress,  with  the  consequent 
change  of  shape  and  its  effect  on  the  angle  between  the  optic  axes. 
If  the  direction  of  stress  is  not  parallel  to  one  of  the  principal  axes  of 
the  indicatrix,  not  only  its  shape,  but  the  orientation  of  its  principal 
axes,  are  changed.  For  a  fuller  discussion  of  this  subject  the  student 
is  referred  to  Groth's  Physikalische  Kr^^stallographie.^ 

When  the  strain  in  a  cr^'stal  or  amorphous  glass  passes  the  limit 
of  elasticity,  and  there  is  a  permanent  displacement  or  set,  the  corre- 
sponding modification  of  the  optical  properties  becomes  permanent. 
The  most  familiar  example  of  this  is  the  irregular  optical  orientation  in 
some  quartz  crystals,  which  shows  itself  in  undulatory  extinction 
between  crossed  nicols.  Permanent  strain  in  rock  glasses  is  often 
indicated  by  weak  double  refraction. 

The  Color  of  Minerals.— -According  to  the  kind  and  amount  of 
absorption  experienced  by  light  in  passing  through  crystals,  they  are 
variously  colored  in  transmitted  light.  Their  color  in  incident  light 
is  also  due  to  the  kinds  of  color  absorbed  and  the  kinds  reflected. 

Those  crystals  in  which  there  is  no  appreciable  absorption  trans- 
mit ail  parts  of  white  light  and  are  colorless.  If  they  absorb  any 
part  of  white  light,  the  transmitted  light  is  colored.  The  possible 
variations  in  color  depend  upon  a  number  of  factors,  such  as  the 
composition  of  the  mineral,  the  presence  of  inclusions,  visible  or 
invisible^  and  the  optical  nature  of  the  crystal. 

Isotropic  homogeneous  minerals,  if  colored,  exhibit  the  same 
color  in  all  directions  of  transmission  for  equal  thickness  of  sub- 
stance. 

Uniaxial  crystals,  if  colored,  may  exhibit  different  degrees  and 
different  kinds  of  absorption  in  different  directions  through  the  crystal, 
or  there  may  be  no  difference.  When  there  is  a  difference,  the  absorp- 
tion may  be  a  maximum  for  light  vibrating  parallel  to  the  optic  axes. 
It  will  then  be  a  minimum  for  light  vibrating  perpendicular  to  the 
axis,  and  the  variation  in  absorption  will  vary  as  the  radii  of  an 
ellipse  whose  major  and  minor  axes  correspond  to  the  maximum  and 
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minimum  absorptions  just  mentioned.  The  absorption  surface  for 
each  kind  of  light,  expressing  the  variations  in  all  directions  in  the 
crystal,  would  be  an  ellipsoid  of  rotation,  whose  axis  is  the  optic  axis 
of  the  crystal.  But  the  form  of  this  surface  bears  no  other  fixed  re- 
lation to  the  ellipsoid  of  refraction.  One  may  be  a  prolate  ellipsoid, 
the  other  may  be  prolate  or  oblate.  That  is,  the  rays  which  are 
fastest  may  be  the  most  absorbed  or  the  least  absorbed  The  varia- 
tion may  be  from  colorless  to  a  strong  color,  or  from  one  coFor 
to  another  color,  or  from  a  light  to  a  dark  shade  of  the  same 
color. 

Biaxial  crystals,  if  colored,  may  exhibit  no  difference  of  color  in 
different  directions,  or  a  notable  difference.  In  general  it  may  be  said 
that  the  surface  which  would  express  the  variations  in  absorption  of 
each  kind  of  light  in  all  directions  is  that  of  a  triaxial  ellipsoid  anal- 
ogous to  that  for  refraction.  But  this  is  not  strictly  true  for  crystals 
of  the  triclinic  system. 

It  follows  from  this  that  biaxial  crystals  may  show  three  colors, 
or  tints  of  colors,  according  to  the  direction  of  transmission  of  the 
light.  The  directions  of  maximum,  minimum,  and  intermediate 
absorption  correspond  to  the  principal  axes  of  the  triaxial  ellipsoid 
of  refraction  when  these  coincide  for  all  kinds  of  light,  that  is,  for 
orthorhombic  crystals  and  for  those  in  monoclinic  crystals  parallel 
to  the  crystallographic  b  axis.  But  when  these  axes  are  dispersed,  as  in 
triaxial  crystals,  and  in  the  plane  normal  to  the  b  axis  in  monoclinic 
crystals,  the  directions  of  principal  absorption  may  not  coincide 
strictly  with  the  axes  of  the  ellipsoids.  In  some  cases  they  have 
noticeably  different  directions.  The  exhibition  of  different  colors 
in  different  directions  is  called  pleochroism.  It  is  customary  to 
describe  the  pleochroism  by  naming  the  color  of  the  light  transmitted 
through  a  crystal  vibrating  parallel  to  the  three  principal  axes  of  the 
ellipsoid,  that  is,  the  fastest,  intermediate,  and  slowest  rays.  Using 
the  letters  employed  in  the  diagrams  these  are  X,  direction  of  vibra- 
tion of  the  fastest ;  Y,  of  the  intermediate ;  Z,  of  the  slowest.  These  cor- 
respond to  a,  b,  C,  in  most  writings.  But,  as  already  noted,  these 
letters  are  easily  confused  with  the  crystallographic  axes,  a,  b,c;  it 
is  therefore  better  to  employ  X,  Y,  Z, 

Pleochroic  Halos. — In  some  colored  minerals,  especially  micas 
and  cordierite,  there  are  circular  areas  around  minute  inclusions 
which  are  darker  colored  than  the  remainder  of  the  crystal,  and 
commonly  exhibit  noticeable  pleochroism  when  polarized  light 
passes  through  them  in  different  directions.     Such  colored  aureoles 
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are  called  halos,  and  have  been  shown  by  Miigge,  Joly  ^  and  others 
to  result  from  the  activity  of  radiations  from  various  rays  emanating 
from  uranium,  thorium,  radium,  or  ionium,  contained  in  the 
mineral  inclusion  within  the  halo.  Measurements  of  the  radial 
dimension  of  the  halos  show  whether  the  source  of  radiation  is 
either  the  uranium  derivatives  or  those  of  thorium,  or  a  combina- 
tion of  both.  In  the  first  case  the  radius  of  the  halo  corresponds  to 
the  ionization  range  of  the  C  ray  of  radium,  RaC,  in  the  particular 
mineral  concerned.  In  the  second  case  it  is  limited  by  the  range  of 
the  C  ray  of  thoriiun,  ThO.  When  both  are  present  the  halo  may 
consist  of  a  central  darker  circle  or  pup3,  with  a  lighter  corona  or 
iris  surroimding  it.  The  radius  of  the  inner  circle  depending  on 
RaCy  and  that  of  the  outer  on  ThC.  In  biotite  the  shorter  radius 
would  be  about  0.033  mm.  and  the  longer  one  about  0.040.  But 
there  may  be  a  double  halo  produced  by  each  of  these  elements, 
an  inner,  darker,  one  marking  the  range  of  the  A  rays  for  radium, 
RaA,  with  a  corona  produced  by  RaC  in  one  case;  and  an  inner 
one  corresponding  to  the  X  rays  of  thorium,  ThX,  with  corona 
produced  by  ThO.  The  following  table  by  Joly  and  Fletcher  shows 
the  measurements  of  inner  (r)  and  outer  {R)  portions  of  halos 
occurring  in  various  minerals  in  different  rocks,  and  the  kind  of 
radioactive  substance  producing  them. 


Containing  Mineral. 

R 
mm. 

r 
mm. 

Radio- 
active 
Substance. 

Rock. 

Biotite 

0.033 

0.039 

0.039 

0.032 

0.033 

0.0393 

0.0319 

0.033 

0.0312 

0.0321 

0.0317 

0.028 

0.031 

0.040 

0.033 

'6!623 

6!62i' 

0.0244 
0.0191 
0.022 

6!62ii' 

0.0198 

6!628" 

Ra 
Th 
Th 
Ra 
Ra 
Th 
Ra 
Ra 
Ra 
Ra 
Ra 
Ra 
Ra 
Th 
Ra 

Durbachite,  Schwartzwald 

((                       It 

Diorite,  Redwitz 

((              <( 

Granite,  Freiberg 

*  *         Ochsenkopf 
ti                  tt 

' '         Leinster 

Zinnwaldite 

It 

Leoidolite 

Greisen,  Alien  berg 

ti                it 

It                <  t 
Laurdalite,  Langesimdfjord 

Cordierite 

Hornblende 

tt 

Syenite,  Knorre 
'*        St.  Maurice 

Uranium  halos  are  more  common  than  thorium  halos.     Those 
due  to  ionium  are  smaller  and  are  masked  by  the  larger  halos. 

>  MQgge,  O.,  Centrbl.  f.  Min.,  1909,  p.  65.    Joly,  J.,  Phil.  Mag.,  Feb.  and 
April,  1910. 
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The  actual  cause  of  the  colormg  of  the  halo  is  not  known,  or  what 
action  within  the  molecules  of  the  mineral  takes  place  in  consequence 
of  the  radiation  from  the  nucleus.  Helium  is  probably  present  in 
the  colored  zones  of  the  halos,  but  the  coloring  is  confined  to  the 
particular  mineral  such  as  mica  or  hornblende,  and  does  not  extend 
into  adjacent  minerals,  such  as  quartz  or  feldspar,  when  these 
lie  within  the  sphere  of  radioactivity  from  a  nucleus.  Pleochroic 
halos  have  been  observed  in  biotite,  muscovite,  lithionite,  chlorite, 
ottrelite,  common  hornblende,  actinolite,  glaucophane,  cordierite, 
andalusite  and  tourmaline.  The  minerals  known  to  occur  as  inclu- 
sions or  nuclei  within  the  halos  are:  zircon,  rutile,  cassiterite,  topaz, 
pleonaste,  dumortierite,  allanite,  apatite,  titanite,  biotite,  iron 
oxides;^  occasionally  thorite,  possibly  uraninite  or  some  allied  mineral. 

Interference  Phenomena  due  to  Absorption. — When  a  mineral 
exhibiting  strong  absorption  of  light  in  one  direction,  as  biotite,  is 
overlaid  by,  or  superimposed  on,  a  double-refracting  mineral,  such 
as  quartz,  there  is  an  interference  phenomenon  due  to  the  fact  that 
the  light  passing  through  the  mica  is  reduced  to  that  vibrating  in  only 
one  direction,  as  though  the  mica  were  a  colored  Nicol  prism.  Accord- 
ing to  the  position  of  the  planes  of  vibration  in  the  mica  with  respect 
to  that  of  the  light  coming  from  the  polarizer,  and  also  with  respect  to 
the  planes  of  vibration  in  the  other  double-refracting  minerals,  the 
interference  of  the  light  leaving  the  minerals  or  passing  through  an 
upper  nicol,  analyzer,  will  be  modified  in  a  manner  easily  understood 
by  following  the  discussion  of  interference  phenomena  given  on  p.  137. 

Preparation  of  Thin  Sections  of  Rocks. — Fragments  of  rocks  that 
are  to  be  made  into  thin  sections  may  be  either  broken  from  the 
rock  or  sawed  from  it.  It  is  usually  sufficient  to  chip  off  by  means 
of  a  small  hammer  a  moderately  thin,  flat  piece  about  3  cm.  or  about 
an  inch  across  the  flat  side.  This  should  be  tree  from  cracks  and  as 
fresh  and  unaltered  as  possible,  unless  it  is  desired  to  study  processes 
of  alteration  in  the  rock  minerals.  When  it  is  not  possible  to  chip 
off  thin  flakes  and  it  is  convenient  to  saw  the  rock  specimen  it  is 
better  to  save  the  time  necessary  to  grind  a  thick  chip  by  sawing  a 
thin  piece  from  the  rock.  This  is  often  necessary  in  order  to  furnish 
a  definitely  oriented  section,  especially  one  across  planes  of  fissility 
or  schistosity,  as  across  a  mica-schist. 

Samng  may  be  accomplished  by  means  of  a  continuous  wire 
passing  over  wheels  and  fed  with  powdered  carborundum  or  emery, 

^  MQgge,  O.,  Centrabl.  fur  Min.,  1909,  p.  65. 
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the  rock  specimen  being  pushed  upon  a  support  steadily  against  the 
wire;  or  it  may  be  done  by  a  diamond  saw,  a  thin  metal  disk  charged 
with  diamond  dust,  properly  set  on  an  axle  rotated  by  a  motor  of  any 
kind.  It  is  necessary  to  keep  the  saw  cool  by  means  of  water  dropped 
on  it  or  taken  up  by  it  from  a  pan.  The  sawing  may  also  be  done  by 
a  metal  disk  fed  with  powdered  carborundum.  With  a  carefully 
adjusted  ^w  it  is  possible  to  cut  sections  so  thin  that  much  time  is 
saved  in  the  processes  of  grinding. 

Grinding  is  necessary  to  prepare  a  plane,  polished  surface  on 
one  side  of  the  rock  fragment  which  is  afterwards  cemented  to  glass, 
when  the  remainder  of  the  fragment  is  either  sawed  off,  leaving  a  very 
thin  plate  adhering  to  the  glass  to  be  further  reduced  by  grinding,  or 
the  fragment  is  ground  down  without  sawing. 

The  first  grinding  is  usually  done  by  holding  the  rock  fragment  in 
the  fingers,  but  if  the  fragment  is  quite  thin  it  may  be  cemented  to  a 
thick  plate  of  glass  about  5  cm.  square.  The  grinding  may  be  done 
by  hand  on  a  flat  plate  of  metal,  or  better  on  a  rotating  disk  operated 
by  a  motor.  At  first  the  grinding  material  may  be  rather  coarse,  but 
when  the  surface  of  the  rock  fragment  is  reduced  to  a  uniform  plane 
finer  material  should  be  used,  extremely  fine  dust  being  used  for  pol- 
ishing. In  changing  from  one  operation  to  another  it  is  necessary  to 
wash  the  rock  fragment  free  from  the  coarser  material  and  to  use 
different  plates.  The  coarser  grinding  may  be  done  on  the  wheel,  and 
the  polishing  on  a  flat  plate  by  hand.  Care  should  be  taken  constantly 
to  avoid  wearing  the  surface  of  the  wheel  and  flat  plate  uneven,  as 
it  is  necessary  to  produce  a  plane  surface  on  the  rock  fragment. 

When  one  side  of  the  fragment  is  smooth  and  polished  it  is  cleaned 
with  a  stiff  brush  in  water,  in  order  to  remove  all  grinding  material 
and  afterwards  dried  carefully  by  heating  to  remove  moisture  that 
might  be  driven  out  when  the  fragment  is  placed  on  hot  balsam.  If 
it  has  been  cemented  to  glass,  it  is  removed  by  heating  the  glass.  The 
polished  side  of  the  fragment  is  cemented  to  a  thick  plate  of  glass 
about  3  cm.  square  by  means  of  Canada  balsam  or  other  similar 
cement. 

The  Canada  balsam  may  be  either  viscous  or  solid.  If  viscous, 
it  requires  a  slight  amount  of  heating  to  drive  off  the  more 
volatile  constituents  so  it  may  harden  upon  cooling.  A  little  ex- 
perience is  required  to  produce  the  proper  condition,  as  too  long 
beating  will  remove  too  much  and  render  the  balsam  too  brittle 
after  cooling,  or  it  may  produce  a  yellow  color.  The  balsam  may  be 
heated  to  the  proper  extent  in  considerable  quantity  in  a  porcelain 
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dish  and  kept  in  the  solid  state  in  broken  fragments,  or  in  rods  drawn 
out  just  before  it  hardens.  It  then  requires  but  little  heating  when 
used  to  cement  the  rock  fragment  to  glass.  Canada  balsam  in  a 
liquid  form,  prepared  by  dissolving  the  solid  balsam  in  ether  or  other 
volatile  solvent,  may  be  used  for  cementing  without  heating  when 
this  is  desirable,  but  it  requires  considerable  time  for  the  solvent  to 
evaporate  sufficiently  to  permit  the  balsam  to  harden. 

A  cement  composed  of  20  parts  by  weight  of  white  powdered 
shellac  and  7  of  Canada  balsam  is  sometimes  used.  After  thorough 
mixing  in  a  dish  upon  a  water-bath  it  may  be  drawn  into  rods  before 
hardening  and  used  in  a  solid  form. 

Before  cementing  the  rock  to  the  glass  the  latter  is  warmed  on  a 
metal  stand  and  a  drop  or  fragment  of  balsam  placed  upon  it.  The 
rock  fragment  is  heated  over  a  lamp  flame  and  freed  from  dust  or 
other  matter  and  placed  upon  the  balsam  with  the  polished  face 
toward  the  glass,  care  being  taken  to  avoid  introducing  gas  bubbles 
between  the  rock  surface  and  the  glass  plate,  as  they  cause  the  thin 
section  to  crack  off  before  the  work  is  finished.  In  case  they  are  pres- 
ent it  is  better  to  remove  the  rock  fragment  and  remount  it  than  to  run 
the  risk  of  losing  it  after  the  work  of  preparation  is  nearly  complete. 

The  rock  fragment  should  be  pressed  close  to  the  glass  in  order 
to  bring  the  polished  surface  as  nearly  parallel  to  the  glass  as  possible, 
so  that  the  grinding  away  of  the  remainder  of  the  fragment  may 
leave  a  thin  section  of  uniform  thinness.  The  glass  plate  should  be 
thick  enough  to  prevent  its  bending  under  the  pressure  of  the  fingers 
holding  it  against  the  wheel  or  metal  plate,  as  this  will  prevent  the 
thin  section  from  being  uniformly  thin,  rendering  it  thinner  either 
on  the  edges  or  at  the  center. 

With  a  well-adjusted  diamond  saw  it  is  possible  to  saw  off  the 
greater  part  of  the  rock  fragment  after  it  has  been  cemented  to  the 
glass  plate,  leaving  a  comparatively  thin  section  of  the  rock  to  be 
reduced  by  grinding.  This  is  an  economy  of  time.  At  first  the 
grinding  is  conducted  with  coarse  abrasive,  but  great  care  must  be 
taken  to  stop  using  the  coarse  material  before  the  section  becomes 
so  thin  that  it  is  torn  through  by  it.  In  the  last  stages  of  the  grind- 
ing, finer  and  finer  abrasive  powder  is  used,  the  coarser  grains  being 
carefully  removed  by  washing,  and  the  last  reduction  being  made 
on  separate  grinding  plates  by  hand.  It  is  advisable  to  watch  the 
last  stages  of  the  proceas  closely,  as  it  is  desirable  in  all  cases  to  make 
the  section  as  thin  as  possible,  but  the  least  step  too  far  will  destroy 
the  whole  preparation.    For  this  reason  it  is  well  to  obser\'e  the 


PREPARATION  OF  THIN  SECTIONS  OF  ROCKS.  193 

section  from  time  to  time  with  a  microscope  to  note  the  thinness, 
covering  the  rock  surface  with  a  drop  of  water  and  a  cover  glass. 

In  most  cases  the  interference  colors  of  the  feldspars  or  the  quartz 
may  be  taken  as  a  standard  of  the  thinness.  They  should  be  grayish 
white  of  the  first  order.  In  case  there  are  dark-colored  minerals 
present,  it  may  be  desirable  to  reduce  the  thinness  of  the  section 
until  the  darkest  silicates  become  transparent.  It  often  happens 
that  the  section  is  thinner  at  the  margin  than  at  the  center,  when 
the  grinding  away  of  the  thin  edge  is  a  warning  of  the  approaching 
limit  of  the  operation. 

If  the  rock  section  shows  no  signs  of  cracking,  the  final  grinding 
may  be  done  on  the  thick  glass  plate,  and  the  finished  section  after- 
wards removed  to  a  thinner  glass  for  the  final  mounting.  But  if  the 
rock  tends  to  crack  up  when  very  thin,  and  will  not  permit  of  its  being 
moved  to  another  glass  after  it  has  reached  its  proper  thinness,  it  is 
best  to  remove  it  to  the  thinner  glass  plate  before  it  is  too  thin,  and 
to  finish  the  grinding  on  it.  If  this  is  done,  however,  care  must  be 
taken  to  set  the  rock  section  close  and  parallel  to  the  glass  plate,  for 
the  reason  already  given. 

When  the  grinding  is  ended,  and  it  is  necessary  to  remove  the 
thin  section  to  a  fresh  glass  plate,  the  section  is  carefully  cleaned  of 
grinding  powder  by  means  of  a  brush  and  alcohol,  the  surrounding 
balsam  is  removed  by  a  warm  knife  blade,  and  the  section  loosened 
by  gradually  heating  the  thick  glass  plate.  The  rock  section  is  then 
moved  over  to  the  fresh  glass,  which  has  been  previously  warmed 
and  prepared  with  a  drop  of  balsam.  This  should  be  allowed  to 
spread  slowly  between  the  rock  section  and  the  glass,  so  as  to 
exclude  gas  bubbles.  Another  drop  of  balsam  is  placed  on  top  of 
the  rock  section,  and  a  clean,  thin  glass  cover  placed  over  it  and 
allowed  to  settle  without  inclosing  bubbles.  A  dull  point  is  then 
applied  to  the  middle  of  the  cover  glass  and  moved  carefully  toward 
the  margin,  so  as  to  push  out  the  excess  of  balsam,  leaving  a  thin 
film  only  between  the  rock  section  and  both  glasses.  The  excluded 
balsam  may  be  subsequently  removed  by  means  of  a  warm  iron  blade 
and  alcohol. 

When  the  last  grinding  has  taken  place  on  the  thinner  glass  plate 
and  there  is  danger  of  the  rock  section  cracking  and  spreading  upon 
the  melting  of  the  balsam,  it  is  advisable,  after  properly  cleaning  the 
section  in  the  manner  already  described,  to  cover  it  with  a  drop  of 
balsam  dissolved  in  ether  and  place  over  this  the  cover  glass,  allow- 
ing the  balsam  to  harden  slowly  by  the  evaporation  of  the  ether. 
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The  best  sized  glasses  for  rock  sections  are  28X48  mm.,  the  cover- 
glasses  being  about  26  mm.  square,  leaving  a  sufficient  space  at  each 
end  for  labels  or  for  writing  directly  upon  the  glass  with  a  diamond. 

Friable  and  porous  rocks  may  be  ground  into  thin  sections  by 
first  filling  the  pores  with  Canada  balsam  after  all  moisture  has  been 
driven  out  by  heating  the  rock  fragment.  The  final  grinding  should 
be  done  on  the  glass  plate  on  which  the  section  is  to  be  permanently 
mounted.  It  is  difficult  to  remove  all  remains  of  the  grinding  mate- 
rial from  the  pores  of  the  rock  before  mounting  with  a  cover  glass, 
so  that  allowance  must  be  made  for  this  material  when  the  section  ip 
studied.  Extremely  soft  material  like  clay  may  be  prepared  by 
reducing  one  side  of  a  fragment  to  a  smooth  plane  by  means  of  a  knife- 
blade,  cleaning  it  with  water  to  remove  loose  particles,  drying  thor- 
oughly, and  cementing  the  surface  to  a  glass  plate  over  which  has 
been  spread  a  thin  layer  of  Canada  balsam  dissolved  in  ether.  When 
the  balsam  has  solidified  the  rock  is  broken  from  the  glass,  leaving  a 
thin  layer  adhering  to  the  balsam  and  furnishing  a  new  plane  surface 
on  the  rock  fragment,  the  particles  of  which  retain  the  relative  posi- 
tions they  had  in  the  rock  itself.  After  cleaning  the  fracture  surface 
with  a  strong  current  of  water  without  using  a  brush,  and  drying,  it 
is  cemented  to  a  glass  plate  covered  with  a  thin  layer  of  balsam,  and, 
after  hardening,  the  rock  is  again  broken  away,  leaving  a  thin  layer 
of  the  Tuck  adhering  to  the  balsam ;  this  layer  may  be  made  thinner 
by  washing  in  a  strong  current  of  water. 

Preparation  of  Small  Fragments  of  crystal^  broken  from  a  rock  for 
optical  study  may  be  accomplished  in  several  ways,  depending  on  the 
purpose  of  the  investigation.  For  some  purposes  it  is  sufficient  to 
cover  minute  fragments  with  a  drop  of  water  and  a  cover  glass.  The 
outward  form  is  more  easily  recognized  when  the  surrounding  medium 
has  a  distinctly  different  index  of  refraction.  For  some  optical  tests 
it  is  better  to  use  a  medium  whose  refraction  is  nearer  that  of  the 
mineral.  Such  liquids  are  glycerine  (n=1.46),  almond  oil  (n==1.47) 
Canada  balsam  (n=  1.539),  cassia  oil  (n  =  1.606),  or  any  of  the  liquids 
used  for  the  determination  of  the  refraction  of  crystals.^ 

When  the  fragments  are  to  be  mounted  permanently  in  balsam, 
it  is  best  to  cover  the  glass  plate  with  a  thin  layer  of  balsam  and  dis- 
tribute the  mineral  fragments  carefully  over  it,  placing  on  them 
balsam  and  a  cover  glass.  Otherwise  the  fragments  are  apt  to  crowd 
together  and  not  become  scattered  uniformly  through  the  balsam. 

» Roaenbusch  and  Wolfing.    Mikrosk.  Physio.,  Vol.  I,.  Pt.  I,  p.  262. 
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If  it  is  necessary  to  prepare  thin  sections  of  small  fragments  of 
crystals,  this  may  be  done  by  embedding  them  in  Canada  balsam 
which  has  been  placed  on  a  thin  cover  glass,  which  is  itself  cemented 
to  a  thicker  glass  plate.  The  mineral  fragments  are  pressed  into  the 
balsam  by  laying  paper  over  them  and  pressing  them  down  with  a  flat 
rubber  surface.  When  the  balsam  has  hardened  a  smooth  siirface  is 
ground  on  the  mineral  fragments,  which  are  afterwards  thoroughly 
cleaned.  The  thin  glass  cover  beneath  the  fragments  is  removed 
from  the  glass  plate  by  warming  the  latter  rapidly,  and  the  layer  of 
balsam  with  the  fragments  is  cemented  to  another  glass  plate  over 
which  has  been  spread  a  thin  61m  of  balsam.  The  balsam  and  frag- 
ments are  pressed  closely  to  this  glass  plate  by  the  rubber,  so  that  the 
ground  surfaces  on  the  mineral  fragments  may  be  parallel  to  it.  The 
remainder  of  the  fragments  is  removed  by  careful  grinding  until 
sufficiently  thin  sections  of  the  minerals  have  been  prepared.  These  are 
cleaned  and  covered  with  thin  glass  without  removing  them  to  another 
glass  plate.^ 

Method  of  Procedure  in  the  Optical  Determination  of  Minerals 
in  Mounted  Thin  Section. — Thin  sections  of  minerals  and  rocks  are 
usually  mounted  on  glass  by  means  of  Canada  balsam,  which  forms  a 
thin  film  above  and  below  the  section  and  completely  surrounds  it. 
The  balsam  is  isotropic  and  has  an  index  of  refraction  of  approxi« 
znately  1.539,  but  its  refraction  must  vary  slightly  with  the  extent  to 
which  the  volatile  constituents  have  been  driven  out.  When  other 
cement  than  Canada  balsam  is  used,  the  index  of  refraction  will  be 
different  and  the  statements  made  for  the  behavior  of  mineral  sections 
in  Canada  balsam  must  be  modified  to  suit  the  refraction  of  the  cement- 
ing material  used. 

When  a  section  mounted  in  Canada  balsam  is  illuminated  by 
plane-polarized  white  light,  using  the  lower  nicol  in  a  microscope,  the 
first  observation  made  relates  to  the  color  of  the  mineral  section. 

Color  of  Section. — The  section  is  transparent  or  opaque.  In 
transparent  sections  the  color  is  due  to  the  absorption  of  transmitted 
light.  In  opaque  sections,  where  no  light  is  transmitted,  the  color 
noted  is  due  to  reflected  light  incident  on  the  upper  surface  of  the 
section.  The  stronger  the  incident  light  the  more  noticeable  the 
color  of  opaque  sections. 

Transparent  sections  may  be  colorless  or  colored.  In  the  latter 
case  the  color  may  be  uniform  throughout  the  crystal  or  not,    Varia- 

»8t6ber,  F.  Bull.  Soc.  Min.  Fr.,  22,  1899,  61. 
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tion  in-  color  in  one  crystal  section  in  one  position,  with  respect  to  the 
polarized  light;  may  be  due  to  variation  in  the  thickness  of  the  sec- 
tion or  to  lack  of  homogeneity  in  the  distribution  of  a  pigment  not 
inherent  in  the  chemical  molecule  of  the  mineral,  such  as  color  in  quartz 
crystals;  or  the  chemical  composition  of  the  crystal  may  vary  as  in 
pyroxene. 

If  one  crystal  exhibits  different  colors,  or  shades  of  color,  when 
rotated  on  the  stage  of  the  microscope,  it  is  pleochroic.  Sections  of 
pleochroic  minerals  cut  in  different  crystallographic  positions  will 
exhibit  different  colors  according  to  the  position  of  the  plate  and  the 
direction  of  vibration  of  the  polarized  light.  The  tones  and  shades 
of  color  and  the  directions  of  vibration  of  different  colored  com- 
ponents of  transmitted  light  are  to  be  noted. 

Refraction. — The  refringence  of  the  crystal  is  the  next  property 
which  attracts  attention.  It  exhibits  itself  by  the  apparent  smooth- 
ness or  roughness  of  the  surface  of  the  section  and  by  the  indis- 
tinctness or  distinctness  of  its  outlines  or  of  cracks  in  it.  These 
characters  produce  what  is  known  as  the  apparent  *'  relief"  of  the 
section  with  respect  to  its  surroundings. 

The  apparent  smoothness  or  roughness  of  surface  and  the  dis- 
tinctness of  cracks  are  due  to  the  relative  refringence  of  the  mineral 
and  the  balsam.  The  same  is  true  for  the  definition  of  the  outline 
when  the  mineral  section  is  in  balsam.  But  when,  as  in  a  rock  section, 
the  mineral  may  be  surrounded  on  the  edges  by  other  minerals,  the 
prominence  of  outline  is  due  to  the  relative  refringence  of  the  adjacent 
minerals. 

It  is  of  course  dependent  on  the  direction  in  which  the  light  passes 
through  each  crystal.  The  best  illustration  of  these  relationships  is 
found  in  calcite,  which,  having  indices  of  refraction  lower  and  consid- 
erably higher  than  that  of  balsam,  changes  in  apparent  relief  when  a 
section  is  rotated  in  polarized  light. 

Since  the  appearance  is  similar,  whether  the  refringence  of  the  min- 
eral is  higher  or  correspondingly  lower  than  the  surrounding  medium, — 
compare  apatite  and  fluorite  with  balsam, — it  is  necessary  to  employ 
Becke's  method  for  determining  the  relative  refringence  of  the  adjacent 
media.  This  is  especially  necessary  when  the  difference  between  them 
is  slight. 

The  observer  must  be  cautioned  against  mistakes  arising  when  the 
plane  of  contact  between  two  adjacent  media  is  so  inclined  as  to 
reflect  the  transmitted  light  to  one  side,  regardless  of  the  relative 
refraction  of  the  media.    The  phenomena  can  only  be  safely  relied 
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on  when  the  plane  of  contact  is  vertical  or  nearly  so.  This  can  be 
determined  by  observing  whether  the  line  in  focus  in  the  plane  re- 
mains in  one  position  upon  changing  the  focus  from  top  to  bottom 
of  the  section,  or  whether  it  shifts  to  one  side  or  the  other. 

Standards  of  Comparative  Refringence. — Owing  to  the  importance 
of  distinguishing  the  relative  refringence  of  colorless  minerals  in  rock 
sections  as  a  means  of  their  identification  certain  relationships  should 
be  noted. 

In  isotropic  media  the  refringence  is  constant  for  all  positions  of 
transmission.  In  anisotropic  crystals  the  refringence  varies  with 
the  crystallographic  position  of  the  section,  and  further  with  the 
direction  of  vibration  of  the  ray  which  passes  through  a  given  section. 
When  the  position  of  vibration  of  the  light  can  be  definitely  deter- 
mined, the  specific  index  of  refraction  can  be  stated,  otherwise  the 
refraction  is  something  intermediate  between  the  maximum  and 
minimum  determined  for  the  mineral.  It  happens,  therefore,  that 
adjacent  sections  of  the  same  kind  of  double-refracting  mineral,  like 
quartz,  if  cut  in  different  crystallographic  positions,  will  exhibit 
different  refringence,  the  refraction  of  one  section  being  higher  than 
that  of  another,  and  this  relation  changing  when  the  light  vibrates  in 
different  planes. 

If  two  adjacent  quartz  sections  are  so  oriented  with  respect  to  one 
another  that  the  direction  of  vibration  of  the  faster  ray  in  one  section 
is  parallel  to  that  of  the  slower  ray  in  the  other,  then,  when  plane- 
polarized  light  passes  through  these  sections  vibrating  wholly  in  the 
direction  just  mentioned,  the  index  of  refraction  in  the  first  section 
will  be  less  than  that  in  the  second.  If  the  light  vibrates  at  right 
angles  to  this  direction  the  reverse  will  be  the  case,  namely,  the  refrac- 
tion in  the  first  section  will  be  greater  than  that  in  the  second. 

When  two  minerals  are  adjacent  and  the  refringence  in  one  is 
higher  than  it  is  in  the  other  for  all  positions  of  vibration,  it  remains 
higher  for  all  crystallographic  positions  of  the  sections  or  directions 
of  vibration  of  the  transmitted  light. 

It  is  to  be  noted  that  in  sections  of  uniaxial  crystals  there  is  always 
a  direction  of  vibration  in  which  the  light  behaves  as  an  ordinary 
ray  and  has  a  constant  index  of  refraction.  When  the  light  is  made 
to  vibrate  in  this  direction  the  index  of  refraction  has  a  definite  value 
and  can  be  used  as  a  standard  of  comparison. 

Owing  to  the  frequent  occurrence  of  quartz  and  feldspars,  also 
of  nephelite,  leucite,  and  sodalite,  in  rocks,  and  the  difficulty  of  dis-« 
tinguishing  these  minerals  in  colorless  thin  sections,  it  is  advisable 
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to  consider  in  detail  the  refringence  of  each  with  reference  to  several 
standards  of  comparison. 

Any  mineral  section,  when  definitely  determined  mineralogically 
and  crystallographically,  or  any  other  medium  may  be  employed  as  a 
standard.  There  are  several,  however,  which  are  more  readily  deter- 
minable than  others:  Canada  balsam,  with  constant  index  of  refrac- 
tion— 1.539  approximately-r-is  adjacent  to  crystal  sections  along  the 
margin  of  rock  sections  and  in  open  cracks  through  the  section. 
Quartz,  being  a  uniaxial  crystal,  always  furnishes  one  direction  of 
vibration,  that  of  the  ordinary  ray,  the  faster  ray,  with  constant  index 
of  refraction,  fe;  =  1.544.  The  same  is  true  of  apaiite.  The  ordinary 
ray  is  the  slower,  and  the  constant  index  of  refraction  is  6;=  1.638. 
For  calcite  it  is  the  slower  ray,  and  the  constant  refraction  is  ^=  1.658. 

The  feldspars  vary  in  refringence  with  the  chemical  composition, 
the  more  sodic  being  lower  than  balsam  and  quartz,  the  more  calcic 
higher  than  quartz.  The  relative  refringence  is  shown  in  the  diagram 
on  page  217. 

The  principal  indices  of  refraction  and  the  double  refraction  of 
the  rock-making  minerals  are  given  in  the  tables  at  the  end  of  the 
book.  Minerals  with  variable  chemical  composition  have  different 
indices  of  refraction,  according  to  the  chemical  composition. 

Interference  Phenomena. — Examining  the  section  with  the  ana- 
lyzer, the  nicols  being  crossed,  the  interference  phenomena  reveal 
the  following  facts: 

Isotropism, — If  there  is  no  interference  color  in  any  position  of 
the  mineral  section  the  substance  is  isotropic — either  amorphous 
or  crystal  in  the  isometric  system — or  the  section  is  a  uniaxial  crystal 
cut  perpendicular  to  the  optic  axis.  This  will  appear  if  an  inter- 
ference figure  is  obtained  with  converging  light. 

Extremely  weak  double  refraction  may  escape  detection  when  the 
degrees  of  darkness  alone  are,  relied  on.  If  a  selenite  plate — ^red  of 
the  first  order — is  placed  over  the  section  extremely  slight  double 
refraction  affects  the  color  perceptibly. 

Anisotropism — When  the  section  exhibits  interference  color,  the 
color  may  be  uniform  in  tint  or  shade  throughout  the  section,  or  it 
may  vary  in  different  parts  of  the  section. 

If  the  color  is  uniform,  the  cry^al  is  uniformly  thick  and  is  homo- 
geneous in  chemical  composition,  ajod  has  like  crystallographic  orien- 
tation throughout. 

If  the  color  varies  from  place  to  place,  there  are  several  possibili- 
ties: (a)  the  plate  may  vary  in  thickness;  (b)  the  parts  of  the  crystal 
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may  vary  in  crystallographic  orientation — in  molecular  arrangement — 
as  in  molecularly  strained  quartz,  or  as  in  an  aggregation  of  crystals 
cut  in  various  positions,  or  in  twinned  crystals;  (c)  the  crystal  may 
vary  in  chemical  composition,  the  chemically  different  parts  having 
different  optical  properties,  though  they  may  have  similar  crystallo- 
graphic orientation  and  equal  thickness,  as  is  the  case  in  zonally 
formed  plagioclase  feldspars. 

In  a  rock  section  consisting  of  numerous  crystals  the  strength  of 
the  double  refraction  in  a  particular  crystal  section  can  be  deter- 
mined by  noting  the  interference  color  and  the  thickness  of  the  sec- 
tion. The  thickness  of  the  section  is  determined  by  observing  the 
interference  color  of  a  known  mineral  like  quartz  in  a  section  cut 
parallel  to  the  optic  axes.  The  thickness  of  quartz  which  will  yield 
a  particular  interference  color  has  been  determined,  and  the  thick- 
nesses and  interference  colors  corresponding  to  various  strengths  of 
double  refraction  are  given  in  the  colored  plate  at  the  end  of  the  book. 

The  amount  of  double  refraction  which  may  be  observed  in  a  given 
mineral  varies  from  a  maximum  in  the  plane  of  the  optic  axis  or  axes 
to  a  minimum  of  almost  nothing  in  sections  perpendicular  to  an  optic 
axis  of  biaxial  crystals,  and  zero  in  such  sections  of  uniaxial  crystals. 
The  higher  values  are  characteristic  of  a  mineral  and  may  be  used 
as  an  aid  to  its  identification,  when  due  regard  is  given  to  the  thick- 
ness of  the  section,  estimated  from  the  maximum  interference  color 
of  some  known  mineral,  as  indicated  in  the  paragraph  above.  The 
diagram  on  page  609,  will  be  found  convenient  for  this  purpose  in 
conjimction  with  the  Tables  of  refraction  immediately  preceding  it. 

If  the  section  shows  a  constant  interference  color  for  all  positions 
of  rotation,  it  is  cut  perpendicular  to  an  optic  axis  and  exhibits 
conical  refraction.  The  biaxial  character  of  the  mineral  is  indicated, 
and  may  be  established  by  noting  the  interference  figure  in  converging 
light. 

In  sections  showing  interference  colors,  which  vary  in  intensity 
upon  rotating  the  plate,  the  direction  of  vibration  of  the  components 
of  transmitted  light  may  be  determined.  They  vibrate  parallel  to 
the  cross  hairs  in  the  microscope  when  the  section  is  darkest.  These 
directions  may  be  related  by  angular  measurement  on  the  table  of 
the  microscope  to  any  line — cleavage,  composition  plane  of  twinning, 
or  outline. 

Having  located  the  directions  of  vibration  of  the  two  component 
rays,  their  relative  velocities  may  be  determined  by  means  of  the 
quartz  wedge  or  the  selenite  plate. 
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Interference  Figure. — Finding  the  interference  figure  in  convergent 
polarized  light,  the  uniaxial  or  biaxial  character  of  the  crystal  is  deter- 
mined. 

Uniaxial. — The  uniaxial  figure  is  shown  best  by  sections  which 
show  the  least  double  refraction  in  parallel  polarized  light;  but  others, 
more  or  less  inclined,  yield  eccentric  interference  figures  quite  as 
useful  for  determining  the  character  of  the  crystal.  It  is  to  be  noted 
that  sections  of  uniaxial  crystals  parallel  to  the  optic  axis  yield  figures 
like  those  of  biaxial  crystals  cut  perpendicular  to  the  obtuse  bisectrix, 
where  the  angle  is  very  large. 

From  these  figures  the  position  of  the  optic  axis  is  determinable 
and  also  the  direction  of  vibration  of  the  extraordinary  ray,  which 
vibrates  in  the  trace  of  the  plane  through  the  optic  axis  and  the  axis 
of  the  cone  of  light,  that  is,  the  axis  of  the  microscope. 

The  inclination  of  the  optic  axis  to  the  axis  of  the  cone  of  light  and 
to  the  plane  of  the  section  can  be  determined  when  the  angle  of 
aperture  of  the  objective  lens  'is  known  and  the  angles  subtending 
various  fractions  of  the  radius  of  the  field  of  view  are  also  known,  and 
the  refraction  corresponding  to  the  ordinary  ray  in  the  mineral  is 
taken  into  account. 

The  positive  or  negative  character  of  the  crj^stal'  can  be  deter- 
mmed  by  means  of  the  mica  plate  or  the  quartz  wedge,  or  it  may 
be  determined  from  the  interference  color  in  parallel  polarized  light, 
where  the  position  of  vibration  of  the  extraordinary  ray  has  been 
located,  by  noting  whether  it  is  the  faster  or  the  slower  ray.  This 
method  may  be  used  when  the  crystal  is  too  small  or  has  too  low  bire- 
fringence to  furnish  an  interference  figure.  If  the  crystal  is  prismatic, 
the  optic  axis  will  be  parallel  to  the  longer  axis  of  the  prism. 

Biaxial. — The  biaxial  interference  figure  in  sections  cut  perpen- 
dicular to  the  acute  bisectrix  furnishes  a  means  of  determining  the 
positive  or  negative  character  of  the  crj^stal  by  the  use  of  the  mica 
plate  or  the  quartz  wedge.  This  can  also  be  determined  from  the 
figure  obtained  from  a  section  cut  perpendicular,  or  nearly  so,  to  one 
optic  axis. 

The  size  of  the  angle  between  the  optic  axes  can  be  determined 
in  sections  perpendicular  to  the  acute  bisectrix,  in  the  same  manner 
as  the  inclination  of  the  optic  axis  in  a  uniaxial  crystal  section.  It  is 
necessary  to  know  the  angle  of  aperture  of  the  lens  and  the  intermedi- 
ate index  of  refraction,  /?,  of  the  mineral.  In  the  interference  figure 
of  one  axis  the  value  of  the  angle  between  the  optic  axes  is 
indicated  in  a  general  way  by  the  curvature  of  the  h3rperbola  in 
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the  45^  position.  It  is  a  straight  line  in  this  position  when  the 
angle  is  90°. 

In  cases  where  the  symmetry  of  the  dispersion  of  optic  axes  and 
bisectrices  is  recognizable,  the  system  of  crystallization  of  a  biaxial 
crystal  is  determined,  but  this  case  seldom  arises  in  the  study  of  rock 
sections.  The  dispersion  of  the  optic  axes  may  be  told  in  favorable 
cases  by  the  colored  edges  to  the  hyperbola  in  the  45°  position. 

Ciystallographic  Character. — Cleavage  and  Outline  of  Crystal 
Sections. — ^The  presence  of  straight  cracks  parallel  to  one  or  more 
directions  in  a  mineral  section  indicates  that  it  is  a  crystal  and  not  an 
amorphous  substance,  like  glass  or  opal.  If  the  crystal  is  isotropic 
it  belongs  to  the  isometric  system. 

The  outline  of  a  mineral  section  may  be  the  traces  of  crystal  faces 
on  the  cutting  plane,  or  the  trace  of  an  irregularly  shaped  surface  not 
characteristic  of  the  mineral. 

VniaxjM  Crystals  belong  to  the  tetragonal,  trigonal,  or  hexagonal 
systems,  and  may  be  identified  crystallographically  in  sections  per- 
pendicular to  the  optic  axis  by  cleavage  or  outlines  characteristic  of 
one  of  these  systems;  in  the  first  case  intersecting  at  90°,  in  the  second 
and  third  cases  intersecting  at  60°  or  120°. 

Biaxial  Crystals  belong  to  orthorhombic,  monoclinic,  or  triclinic 
systems,  which  can  be  distinguished  from  one  another  by  the  degree 
of  symmetry  exhibited  in  the  orientation  of  the  optical  bisectrices  in 
the  crystal. 

In  Orthorhombic  Crystals  the  bisectrices  and  intermediate  axis  Y 
are  parallel  to  the  three  crystal  axes,  a,b,  c)  consequently  the  direc- 
tions of  vibration  for  the  doubly  refracted  light  passing  through  sections 
of  orthorhombic  crystals  are  parallel  and  perpendicular  to  the  traces 
of  pinacoids  and  pinacoidal  cleavage  in  sections  parallel  to  any  of 
these  three  axes;  one  is  parallel  to  the  traces  of  prisms  or  pinacoids 
in  zone  in  any  section  parallel  to  the  axis  of  such  zone.  The  direc- 
tions of  vibration  bisect  the  angle  of  the  prismatic  cleavage  in  sections 
perpendicular  to  the  cleavage  prism  or  to  the  planes  of  symmetry  in 
the  prism. 

In  general  the  directions  of  vibration  bisect  the  angles  between 
outlines  or  cleavages  in  all  sections  of  orthorhombic  crystals  cut  in 
the  zone  of  any  one  of  the  three  crystal  axes,  that  is,  at  right  angles  to 
a  plane  of  synunetry. 

The  directions  of  vibration  of  the  components  of  transmitted 
light  are  located  by  the  extinction  of  the  light  between  crossed  nicols, 
bence  the  term  extinction  is  commonly  used  instead  of  the  direction 
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of  vibration.  Thus  it  may  be  said  that  the  extinction  is  symmetrical 
to  two  intersecting  lines  when  the  planes  of  vibration  bisect  the  angles 
between  them.  Again,  the  extinction  is  parallel  to  a  line  or  cleavage 
when  the  direction  of  vibration  is  parallel  to  it.  Moreover  it  is  cus- 
tomary to  speak  of  an  extinction  angle  when  the  angle  between  a 
direction  of  vibration  and  some  line  of  cleavage,  outline,  or  twinning 
is  meant. 

In  Monoclinic  Crystals  one  bisectrix  or  the  intermediate  axis  Y 
coincides  with  the  crystallographic  axis  b,  and  the  plane  of  symmetry 
for  the  crystal  form  is  also  a  plane  of  symmetry  for  the  optical  prop- 
erties. Consequently  in  all  sections  cut  at  right  angles  to  the  plane 
of  sym'metry  the  extinction  lies  in  the  plane  of  symmetry  and  is  par- 
allel to  pinacoids  or  prisms  parallel  or  perpendicular  to  this  plane, 
and  bisects  the  angle  between  all  pairs  of  traces  inclined  to  it.  In  all 
other  sections  of  monoclinic  crystals  this  is  no  longer  true. 

In  Triclinic  Crystals  there  are  no  planes  of  symmetry,  and  conse- 
quently no  symmetrical  relation  between  the  directions  of  vibration 
and  the  cleavage  traces  or  outlines  of  a  crystal. 

Other,  more  specific,  methods  of  identifying  minerals  in  thin 
sections,  such  as  the  optical  properties  of  twinned  crystals,  char- 
acteristic forms  of  crystals,  frequent  associations,  inclusions,  or  modes 
of  alteration  will  be  described  in  connection  with  particular  minerals. 

Special  methods  of  investigating  unmounted  thin  sections  or  iso- 
lated fragments  of  crystals  for  more  specifiic  or  quantitative  optical 
or  chemical  determinations  may  be  employed  when  necessary. 


PART  IL 


DESCRIPTION  OF  THE  ROCK  MINERALS. 


Introduction. — The  minerals  are  arranged  on  a  chemical  basis, 
but  not  according  to  any  rigid  method  of  classification,  since  minerals 
having  like  constituents  are  grouped  together  among  the  silicates^ 
though  they  may  not  be  similar  salts  of  the  various  silicic  acids. 
That  is,  polysilicateS;  metasilicates  and  orthosilicates  are  in  some 
cases  brought  together  because  the  basic  metals  are  similar,  and  they 
are  closely  related  or  associated  in  rocks.  There  is  something  of  a 
chemical  sequence  in  the  succession  of  mineral  species,  but  the  chem- 
ical variation  in  some  of  the  isomorphous  groups,  such  as  the  pyrox- 
enes and  amphiboles,  prevents  this  from  being  strictly  carried  out. 
The  arrangement  is  a  chemical  and  petrographical  one,  the  silicates 
being  placed  first  because  of  their  petrographical  importance. 

The  method  of  description  followed  is  nearly  the  same  for  all  the 
minerals,  except  that  in  case  the  description  of  a  mineral  is  long  a 
brief  synopsis  of  the  chief  characteristics  is  placed  before  the  more 
complete  account.  This  is  omitted  when  the  description  itself  is 
brief- 

The  characteristics  are  described  in  the  following  order: 

Chemical  composition. 

Alteration. 

Crystallographic  characters. 

Optical  properties. 

Modes  of  occurrence. 

Resemblances  to  other  minerals. 

Laboratory  production. 
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FELDSPAR    GROUP. 

Composition:   KAlSisO,    — Or 

NaAlSiaO,  —  Ab 
CaAl^izO.  —  An 
BaAl^SUO,  —  Ce 

Triclinic  (pinacoidal)  and  Pseudo-monoclinic. 

Twinning:  albitc  law,  twinning  plane  and  composition  plane  (010). 
Pencil ne  law,  (twinning)  axis,  6;    composition  plane,  the  rhombic 

.  section.  Carlsbad  law,  twinning  axis,  c;  composition  plane  (010). 
Baveno  law,  twinning  plane  and  composition  plane  (021).  Mane- 
bach  law,  twinning  plane  and  composition  plane  ((X)l). 

Cleavage:  ((X)l)  perfect,  (010)  somewhat  less  so.  Other  cleavage 
parallel  to  (110)  or  (110)  not  often  developed.  Parting  parallel  to  (100) 
rare,  also  parallel  to  (701)  or  (801)  in  some  occurrences.  Fracture: 
conchoidal  to  uneven.     Brittle.     H.— 6  to  6.5. 

Specific  gravity  varies  with  the  composition. 

Orthoclase 2.54-2.56 

Albite,  Ab 2.605  Day  (artificial  feldspars) 


AboAn, 2.649 


AbzAni 2.660 

Ab.An, 2.679 


II 


(t 


i< 


AbiAna 2.710  " 

ADiAHji Z.iu'ii 

Anorthite,  An 2.765  " 

Gelsian,  Ce 3.34 

Optical  Properties.  Optical  orientation,  indices  of  refraction,  and  angle 
between  the  optic  axes  vary  with  the  chemical  composition  of  the 
feldspars. 

Orthoclase  (St.  Gothard) 1 .519  1 .524  1 .526  0.007" 

Albite  (G  rande  Caldeira,  Azore.s ) 1 .  5250  1 .  5306  1 .  53 14  0 .  0064 

Anorthite  (St.  Clement) 1 .  574  1 .  579  1 .  586  0 .  012 

Celsian  (Jakobsberg) 1.5837  1.5886  1.5940  0.010 

Color:  colorless  in  thin  section.  In  thicker  crystals  colorless,  gray,  white, 
light  shades  of  yellow,  pink,  green,  blue.  Sometimes  dark  shades. 
Luster:  vitreous,  pearly,  dull. 

Chemical  Composition. — The  feldspars  are  silicates,  or  alumino- 
silicates,  of  aluminium  and  of  potassium,  sodium  or  calcium,  or  of  all 
three,  and  rarely  of  barium.  The  group  may  be  looked  on  as  a 
series  of  mixed  salts,  an  isomorphous  series,  the  four  pure  salts  being 
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known,  namely,  the  potash-feldspar,  microcline-orthoclase,  the  soda- 
feldspar,  albite,  the  lime-feldspar,  anorthite,  and  the  barium-feldspar, 
celsian. 

Orthoclase,  KAISiA,        Or;  or  KaOAl^a-BSiO,,  20r 

Albite,         NaAlSiaO,,      Ab;  or  NaaO-Al,0,-6SiO,,  2Ab 

Anorthite,    CaAlAlSi^O.,  An;  or  CaO •  AI2O, •  2SiO,,  An 

Celsian,        BaAlAlSirf),,  Ce;  or  BaOAl,0,-  2SiO,,  Ce 

In  rocks  all  possible  mixtures  of  Ab  and  An  are  known  to  occur 
in  zonally  built  feldspars,  and  many  of  the  possible  mixtures  have 
been  noted  as  simpler  crystals.  The  synthetical  work  of  Day  has 
demonstrated  that  any  mixture  of  Ab  and  An  can  crystallize  in  homo- 
geneous crystals.  In  rocks  various  mixtures  of  Or  and  Ab  occur  in 
apparently  homogeneous  crystals,  but  often  albite  cr3rstallizes  sepa- 
rately in  the  presence  of  orthoclase;  and  lime-soda-feldspars  gen- 
erally crystallize  separately  from  solutions  containing  orthoclase. 
Nevertheless  Day  has  produced  homogeneous  crystals  of  lime-potash- 
feldspars,  and  has  demonstrated  the  isomorphism  of  the  whole  series, 
including  potassium-,  sodium-,  and  calcium-feldspars.  Mixtures  of 
potassium-  and  barium-feldspars  occur  sparingly  in  rocks,  and  still 
more  rarely  barium-calcium-sodium-feldspar. 

According  to  the  composition  the  following  varieties  have  been 
recognized: 

Orthoclase  (microcline),  KAlSiaOg,  with  very  little  Na  in  some  cases. 
Soda-orthoclase,  (K,Na)AlSi308. 
Soda-microcline  (anorthoclase),  (Na,K)AlSi308. 
Albite  (Ab),NaAlSi308. 
Lime-soda-feldspar  series,  j  ^;NaAlS^^^^^^^ 

^  ( m(CaAlAlSi208). 

Anorthite  (An),  CaAlAlSi208. 
„     ,     ,  (  n(KAlSi308), 

Hyalophane,  j  ^(gaAlAlSi^Os). 

Celsian  (Ce),  BaAlAlSi208. 

The  lime-soda-feldspar  series  has  been  subdivided  as  follows; 

Albite,  Abi  Ano  —  AeAni. 

Oligoclase,  AbeAni  —  Ab3Ani. 
Andesine,  Ab3Ani— AbiAnj. 
Labradorite,  AbiAui  — AbiAna. 
Bytownite,  AbiAna  — AbiAne. 
Anorthite,      AbiAne  — AboAni. 
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The  chemical  compositions  by  percentage  weights  are: 

Si02  Al;;03  K2O  NaiO  CaO  BaO 

Or 64.7  18.4  16.9           —            —  ^ 

AbjAno 68.7  19.5  — •  11.8           0.  — 

AbeAn^. 64.9  22.1  —  10.0           3.0  — 

AbjAn, 62.0  24.0  -—            8.7           5.3  — 

AbjArij, 55.6  28.3  —            5.7  10.4  — 

AbjAn, 49.3  ,32.6  —            2.8  15.3  — 

Ab,An, 46.6  34.4  —             1.6  17.4  — 

Ab^jAn, 43.2  36.7  —            0.  20.1  — 

Ce 32.0  27.2  —            _            —  41.8 

The  percentages  of  Na20,  CaO,  AI2O3,  and  Si02  to  within  0.1  of  a 
per  cent  may  be  found  by  means  of  the  diagram  Fig.  1.  To  the  values 
read  from  the  scale  10  per  cent,  is  to  be  added  in  the  case  of  AI2O3, 
and  40  per  cent,  in  the  case  of  Si02. 

The  chemical  analysis  of  feldspar  material  may  be  the  analysis  of 
a  homogeneous  crystal,  or  of  a  zonally  variable  crystal,  or  of  an  inter- 
growth  of  potash-feldspar  with  one  of  the  albite-anorthite  series,  and 
the  actual  case  can  only  be  determined  by  microscopical  study  of  the 
material  analyzed.  This  fact  is  important  in  a  discussion  of  the 
chemical  and  optical  relationships  in  feldspars. 

The  percentage  weights  of  the  oxides  for  any  feldspar  AbnAun,  are 
found  from  the  proportionate  molecular  weights  in  n(Na20Al203- 
eSiOa)  +  m2(CaO  •  AI2O3  ■  2Si02) .  That  is,  524n  +  2 X  278m  =  total  lime- 
soda-feldspar.  The  molecular  weight  of  Ab  is  to  that  of  An  as 
1:1.061;  consequently  when  the  method  of  determining  the  value  of 
n  and  m  is  not  exact  the  error  of  assuming  equal  molecular  weights 
for  Ab  and  An  is  within  the  limits  of  the  method,  and  it  will  \ye  suffi- 
ciently accurate  to  consider  the  relative  weights  of  Ab  and  An  in  a 
feldspar  as  proportional  ton  and  m.  Thus  Ab3An2  would  bef  albite 
and  I  anorthite. 

Alteration. — The  alkalic  feldspars  are  not  attacked  by  hydro- 
chloric acid.  The  more  calcic  feldspars  are  decomposed  by  the  acid 
in  proportion  to  their  content  of  calcium.  Thus  oligoclase  and  ande- 
sine  are  not  attacked;  labradorite  is  slightly  acted  upon;  bytownite 
and  anorthite  are  decomposed  with  the  separation  of  gelatinous  silica. 
In  the  rocks  the  more  calcic  feldspars  are  more  readily  decomposed 
than  the  more  alkalic  feldspars  in  general.  The  process  of  alteration 
is  not  always  the  same  in  feldspars  of  like  composition  in  different 
instances,  and  is  also  different  in  different  kinds  of  feldspars. 

Potash-feldspar  commonly  alters  to  muscovite  (sericite),  or  kaolin 
and  quartz.    The  same  is  true  of  albite.    The  alteration  of  the  more 
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8odic  feldspars  is  similar  to  that  of  albite  with  the  accompaniment  in 
some  cases  of  calcite.  The  more  calcic  feldspars  often  alter  into  a 
mixture  of  minerals  called  saussurite.  These  minerals  may  be  zoisite 
and  secondary  albite,  or  in  addition  amphibole,  garnet,  chlorite,  epi- 
dote,  etc.  Less  frequently  they  alter  to  hydrargillite,  as  in  certain 
basalts.  In  the  more  alkalic  rocks  the  highly  sodic  feldspars  alter 
to  zeolites.  The  alteration  of  feldspars  may  be  accompanied  by  the 
introduction  of  magnesium  and  iron  and  the  formation  of  various 
ferromagnesian  silicates. 

Crystailographic  Characters. 

a  be  a  fi  r  OOlAOlO 

Orthoclase,  1     0.6585:1:0.5554       90**  116°    3'       90*»  l^l      , 

Microclme,  J  1  89''  30' 

Hyalophane,  0.6584:1:0.5512  90**  115**  35'  90**  90** 

Celsian,  0.657   : 1:0.554  90*»  115°    2'  90°  90° 

Albite.  0.6335:1:0.5577  94°    3'  116°  29'  88°    9'  86°  24^^ 

Oligoclase,  0.6321:1:0.5524  93°    4'  116°  23'  90°    5'  86°    S'^ 

Andesine,  0.6357:1:0.5521  93°  23'  116°  29'  89°  59'  86°  14' 

Labradorite,  0.6377:1:0.5547  93°  31'  116°    3'  89°  54i'  86°    4' 

Anorthite,  0.6347:1:0.5501  93°  13'  115°  55'  91°  12'  85°  50' 

Forms. — Microcline  and  feldspars  of  the  albite-anorthite  series- 
crystallize  in  triclinic  forms,  and  the  apparently  monoclinic  orthoclase 
may  be  considered  as  a  microcline  in  which  the  polysynthetic  twinning 
is  so  minute  as  to  be  submicroscopic.  The  habit  of  the  various  feld- 
spars is  so  much  the  same,  whether  triclinic  or  pseudo-monoclinic, 
that  a  crystailographic  description  of  one  serves  for  all,  with  certain 
modifications.  The  description  will  be  stated  in  terms  of  the  triclinie 
forms,  and  can  be  altered  to  apply  to  the  apparently  monoclinic  ortho- 
clase. 

Several  types  of  habit  occur  in  the  rock-making  feldspai-s:  (a)  equi- 
dimensional;  (6)  tabular,  (c)  prismatic.  The  crystal  forms,  or  planes^ 
involved  are  chiefly  the  same  in  these  three  kinds  of  habit,  with  some 
variation  in  the  grouping.  The  forms  which  are  most  commonly 
developed  are:  basal  pinacoid,  c  (001),  second  pinacoid,  6  (010),  rarely 
the  first  pinacoid.  a  (100),  in  some  lime-soda-feldspars;  commonly  the 
pinacoids  of  the  third  kind,  m(llO),  M  (lIO),  also  pinacoids  of  the 
second  kind,x  (l01),t/  (501),  rarely  n  (021),  n'  (05l),  z  (130),/  (iSO), 
and  0  (ill),  o' (111). 

The  commoner  types  of  habit  for  orthoclase  are  shown  in  Figs. 
2,  3,  4,  5.    The  albite-anorthite  feldspars  in  rocks  are  less  perfectly 
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bounded  by  crystal  planes  and  their  forms  have  not  been  so  clearly 
made  out.     The  simpler  types  are  shown  in  Figs.  6,  7, 8, 9. 

Twinning. — The  feldspars  are  sometimes  untwinned  crystals,  but 
in  most  cases  they  are  twinned,  the  twinning  being  in  one,  two,  and 
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FiQ.  2. 


Fig.  3. 


Fig.  4. 


FiQ.  5. 


often  three  directions  in  the  same  crystal.  There  are  three  kinds  that 
are  common,  two  that  are  much  less  so,  and  one  that  is  extremely  rare. 
Carlsbad,— Twinning  axis,  crystal  axis  c;  composition  plane  (010), 
sometimes  an  irregular  surface,  the  two  parts  being  side  by  side  as 
when  (010)  is  the  composition  plane,  very  rarely  in  contact  parallel  to 
(100),   as  in  the  potash-oligoclase-albite  from  Kilimanjaro  and  in 
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Fig.  6. 


Fig.  7. 


Fig.  8. 


Fig.  9. 


that  of  rhombenporphyry  in  Norway,  Fig.  12.  Carlsbad  twins  con- 
sist usually  of  two  parts  only,  and  are  not  repeated  in  alternate  lamel- 
lae. The  common  form  of  Carlsbad  twins  is  shown  in  Fig.  10.  Since 
the  faces  c  (001)  and  x  (lOl)  make  almost  the  same  angle  with  the  axis 
c,  but  in  opposite  directions,  it  happens  that  Carlsbad  twins  of  ortho- 
clase  sometimes  take  the  form  shown  in  Fig.  11,  in  which  case  the 
crystal  may  be  mistaken  for  an  untwinned  feldspar.    The  direction 
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of  the  basal  cleavage,  and  the  difference  in  the  optical  orientation,  in 
the  two  parts  serve  to  identify  the  twinning.  In  all  sections  cut 
perpendicular  to  (010)  in  orthoclase  the  extinction  angle  in  each  part 
of  the  Carlsbad  twin  is  0°.  But  in  such  sections  in  all  other  feldspars 
the  extinction  angles  in  each  part  of  the  Carlsbad  twins  are  different 
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Fig.  il. 
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Fig.  12. 


except  when  the  section  is  parallel  to  (100),  the  plane  of  symmetry  for 
the  twinned  parts.  The  rarer  form  of  this  twinning,  where  the  com- 
position plane  is  (100),  is  shown  in  Fig.  12. 

Baveno. — Twinning  plane  (021);  composition  plane  the  same. 
This  is  diagonal  to  the  square  prism  whose  sides  are  (001)  (010),  Fig.  13. 
This  mode  of  twinning  is  easily  recognized  in  thin  sections  cut  across 
the  prism,  the  composition  plane  is  diagonal  to  the  cross-section,  and 
the  planes  of  the  optic  axes  in  the  two  parts  are  at  right  angles  to  one 
another  (Fig.  14).    Occasionally  the  two  parts  cross  one  another,  mak  • 


Fig.  is. 


(001) 


Fig.  15. 


ing  a  fourling  (Fig.  15).  This  mode  of  twinning  is  not  so  common  as 
the  Carlsbad.  In  rare  instances  it  is  found  in  combination  with 
Carlsbad  twinning. 
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Manebach. — Twinning  plane  (001);  composition  plane  the  same. 
This  occurs  in  square  priamatic  crystals  elongated 
parallel  to  the  a  axis  (Fig.  16),  and  in  tabular  crys- 
tals flattened  parallel  to  (001),  also  in  crystals 
tabular  parallel  to  (010).  It  is  recognized  by  hav- 
ing the  basal  cleavage  in  the  same  position  in  both 
parts.  It  is  more  frequently  met  with  than  Baveno 
twinning,  especially  in  microscopic  prisms  of  ortho- 
clase  in  spherulitic  growths.  In  such  crystals  it 
might  easily  be  confused  with  Baveno  twinning  or  with  albite  twinning. 
Albite  Law. — Twinning  plane  (010);  composition  plane  the  same. 
This  usually  occurs  repeated  many  times  in  one  crystal,  producing  thin 
lamellae  parallel  to  (010).  This  can  only  occur  in  triclinic  feldspars 
aince  (010)  is  a  plane  of  symmetry  in  pseudo-monoelinic  ones.    It  may 


Fio.  17. 
in  fact  be  the  cause  of  the  apparent  monosymmetric  character  of 
orthoclase,  as  stated  in  another  place.  The  alternate  inclination  of 
the  basal  cleavage  on  the  twinned  laraellffi  produces  striations  on 
the  basal  plane  (001)  of  crystals  twinned  in  this  manner.  In  gen- 
eral the  lamellae  are  thicker  in  the  more  calcic  feldspars  and  thinner 
in  the  more  sodic  ones,  and  are  exceedingly  thin  in  microcline.  But 
there  are  many  cases  in  which  no  such  difference  is  recognizable,  and 
the  lamellie  in  calcic  feldspars  may  be  of  microscopical  thinnes.s. 
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The  form  of  an  albite  twin  is  shown  in  Figs.  7  and  8.  When  the 
twinning  is  repeated  many  times  the  alternate  lamellae  have  reversed 
optical  orientation,  and  a  thin  section  of  such  a  twin  between  crossed 
nicols  appears  striped  in  bands  of  light  and  shade  (Fig.  17).  The  lamel- 
lae do  not  necessarily  traverse  the  crystal  from  one  side  to  another. 
They  may  wedge  out  or  terminate  abruptly  at  any  place.  They  appear 
distinct  and  sharp  edged  in  sections  perpendicular  to  the  plane  of 
twinning  (010).  They  are  less  clearly  defined  in  sections  inclined  to 
this  plane,  and  do  not  appear  at  all  in  those  parallel  to  it.  This  kind 
of  twinning  is  the  commonest,  being  found  alone  and  in  combination 
with  pericline  and  Carlsbad  twinning  in  nearly  all  occurrences  of 
lime-soda-feldspar  and  of  microcline,  and  being  supposed  to  be 
present  submicroscopically  in  orthoclase. 

Pericline. — Twinning  axis  the  crystal  axis  b;  composition  plane  a 
rhombic  section  whose  position  in  feldspars  of  different  composition 
shifts  with  the  comjxxsition,  as  shown  in  Figs.  18,  19.  The  inclination  of 
the  trace  of  this  plane  on  (010)  for  different  feldspars  is  given  in  Fig. 
20.    The  position  ranges  from  —18°  in  anorthite  to  4-21^  in  albite, 
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Fig.  18.  Fio.  JO.  Fig.  20. 

and  is  -80°  in  microcline.  In  all  feldspars  it  is  nearly  perpendicular 
to  (010^.  The  form  of  a  simple  pericline  twin  of  albite  feldspar  is 
.shown  in  Fig.  21.  This  twinning  is  usually 
repeated  a  number  of  times  in  one  crystal, 
producing  twinned  lamellae  as  in  albite  twin- 
ning. In  sections  perpendicular  to  (010) 
the  two  sets  of  lamellae  are  nearly  at  right 
^•ngles  to  one  another  as  in  Fig.  22.  In  most 
cases  the  pericline  lamclluB  are  less  numerous  than  the  albite 
lamellae.     But  in  microcline  both  are  very  abundant,  are  very  thin, 


FiG.  21. 
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and   wedge  out  in  short   lengths,  producing   the   appearance   of   a 
grating  or  a  plaid  (Fig.  23). 

Other  modes  of  twinnmg  to  the  number  of  13  have  been  described 
on  feldspars  from  different  localities,  but  they  are  rarely  met  with 
and  need  not  be  described  in  this  place.  In  some  cases  they  may  be 
chance  groupings. 


Fio.  23. 

Crystal  Habit. — Euhedral.  Equidhnensional  or  eqiiant  feldspars 
occur  mostly  as  phenocrysts  in  porphyries.  Those  most  commonly 
met  with  are  potash-feldspars,  less  frequently  lime-soda-feldspars  in 
dacite  and  andesite,  sometimes  in  anorthite.  Feldspars  with  equidi- 
mensional  habit  are  more  often  megascopic  crystals. 

Tabular  forms  are  more  common  than  equant  ones.  Megascopic 
crystals  of  potash-feldspar  are  generally  thick  tables,  from  2  to  4 
times  as  broad  as  thick,  and  usually  in  Carlsbad  twins.  Those  of 
lime-soda-feldspar  are  frequently  thinner,  sometimes  Vi  ^  thick  as 
broad. 
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Tabular  microscopic  crystals  of  potash-feldspar  are  often  very 
thin  as  compai-ed  with  their  breadth,  and  may  be  Carlsbad  twins  or 
simple  crystals.  The  plane  of  flattening  is  almost  always  (010). 
The}'  occur  as  microlit.es  in  rock  glasses.  Microscopic  tabular  euhedral 
crystals  of  lime-soda-feldspars  are  rarely  seen.  They  are  developed 
in  some  preparations  of  these  feldspars  made  in  the  laboratory,  but 
are  not  common  in  the  igneous  rc*ks. 

Prismatic  crystals  of  potash-feldspar  are  common  both  as  mega- 
scopic phenocrysts  and  as  microscopic  crystals.  They  are  usually 
elongated  parallel  to  a  and  may  be  simple  crystals,  or  Baveno  or 
^lanebach  twins;  less  frequently  Carlsbad  twins.  The  megascopic 
crystals  are  generally  short,  thick  prisms.  Microscopic  crystals  are 
usually  longer  and  more  slender. 

Prismatic  forms  of  lime-soda-feldspars  are  still  more  common, 
and  microscopic  prisms  of  these  feldspars  are  the  most  frequent  forms. 
They  are  'usually  twinned  according  to  the  albite  law.  The  smaller 
the  crystals  the  more  slender  the  prisms  as  a  rule.  An  tmusual 
habit  is  developed  in  porphyritic  crystals  of  soda-microcline  or  oligo- 
clase-microcline  in  certain  rocks  of  the  Christiania  region,  the  so-called 
" rhombenporphyries."  It  is  produced  by  the  combination  of  m  (110), 
M(llO)  with  1/(201)  and  c(OOl),  Fig.  9,  which  may  be  twinned 
according  to  the  Carlsbad  law,  Fig.  12.  These  rhomboid  prisms  are 
commonly  flattened  parallel  to  the  first  pinacoid  (1(X))  by  the  modifi- 
cation of  the  angle  between  m  and  M,  which  may  be  45°  according  to 
Brogger,  bu.t  which  is  considered  by  Miigge  to  be  made  by  the  develop- 
ment of  faces  (950)  and  (950). 

In  general  it  may  be  said  that  equidimensional  forms  occur  oftenest 
in  potash-feldspar  and  in  megascopic  crystals,  and  that  the  micro- 
scopic forms  of  this  feldspar  are  usually  thin  plates.  Whereas  mega- 
scopic crystals  of  lime-soda-feldspar  are  oftenest  tabular  f^nd  the 
microscopic  forms  prismatic. 

Subhedral  forms  of  feldspar  may  have  any  of  the  types  of  habit 
described  for  euhedral  forms  with  modifications  due  to  partial  inter- 
ference with  the  complete  development  of  outward  crystal  form,  or 
to  subsequent  destruction  of  the  outward  form  by  partial  solution 
or  by  fracturing.  To  the  first  case  belong  phenocrysts  of  feldspar 
that  have  grown  in  contact  with  other  crystals,  and  also  non-porphy- 
ritic  feldspars  that  have  grown  against  other  crystals  in  some  directions 
and  freely  in  the  rock  liquid  in  others.  The  latter  are  often  met  with 
among  the  lime-sodarfeldspars  in  rocks  containing  potash-feldspar 
and  quartz  which  did  not  crystallize  until  after  the  lime-soda-feldspars. 
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There  are  many  instances  in  which  the  perfect  development  of 
crystal  form  has  been  hindered  by  the  viscosity  of  the  liquid  rock 
producing  subhedral  forms.  These  are  commonly  met  with  in  glassy 
rocks  and  may  be  single  crystals  or  aggregations  of  many.     The  indi- 


Fio.  24. 
vidual   crystals  are  usually  microscopic,  but  the  aggregations  are 
often  megascopic. 

Orthociaae  develops  in  prisms  elongated  in  the  direction  of  the  a 
axis,  sometimes  twinned  according  to  theManebach  law.    TheprisQls 
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curved  and  forked  at  a  slight  angle  into  two  prisms,  each  twinned  as 
in  the  upper  half  of  Fig.  24.  In  some  cases  the  twinned  prism  is 
branched  with  spurs  projecting  at  an  angle  of  64°  to  the  main  prism,  as 
in  the  lower  half  of  Fig.  24.  These  branches  are  elongated  parallel 
to  thee  axis.  Fig.  25.  They  may  be  thin  and  curved  so  as  to  be  parallel 
to  the  main  prism,  Fig.  26.     In  such  cases  the  main  prisms  have  the 


Fig.  25.  Fio.  26.  Fio.  27. 

fastest  ray,  X,  nearly  parallel  to  their  length,  while  the  branching 
prisms  have  K  or  Z  almost  parallel  to  their  length  according  to  the 
position  of  the  plane  of  the  optic  axes.  In  some  instances  the  end  of 
a  long  slender  prism  broadens  out  in  a  spurred  leafiike  form  tabular 
parallel  to  (010).    Such  crystals  of  orthoclase  occur  in  obsidian. 

Another  form  of  subhedral  orthoclase  is  found  in  short  prisms 
which  radiate  from  a  point  and  constitute 
a  spherulite  bristling  with  crystab  of  dif- 
erent  lengths,  which  appear  in  sctction  as 
in  Fig.  27.  These  feldspars  are  not 
twinned. 

Lime-soda-feldspars  occur  in  subhedral 
forms  of  great  variety  due  largely  to  the  vu 

tendency  to  produce  prismatic  or  fibrous  \ 

crj'stab  as   the  liquid  becomes  more  vis-    fc^    \ 
cous.     Microscopic  feldspars  which  have  j^J 
commenced   to  grow  as  equant,  tabular,       ' 
or  stout  prismatic  forms  often  finish  by 
sprouting  at  the  comers  in  thin  fibrous 
prisms  all  parallel  to  one  direction,  the 
o  axis.      According   to   the   proportions 
of  the  earlier  crystal  and  the  length  and  F'*"-  28. 

□umber  of  the  fibrous  prisms  the  resulting  shapes  appear  in  section 
as  in  Fig.  28.  In  some  cases  the  feldspar  appears  as  a  bundle  of 
fibers  slightly  curved,  or  as  single  fibers.    These  are  less  frequently 
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aggregated  in  sphenilitic  groups  than  orthoclase  is.  But  such  aggre- 
gations are  readily  obtained  in  laboratory  productions  of  all  mixtures 
of  lime-soda-feldspars.  In  these  spherulites  the  crystals  are  some- 
times in  slender  prisms  occasionally  flattened  at  the  extremities.  In 
other  cases  they  are  aggregates  of  thin  plates,  tabular  parallel  to 
(010),  and  bounded  by  various  planes. 

Subhedral  feldspars  whose  forms  have  been  modified  by  partial 
solution  occur  as  phenocrysts  in  some  porphyries.  They  are  not 
common,  however.  Instances  are  known  where  such  solution,  pro- 
ducing more  or  less  complete  rounding,  has  occurred  on  one  feldspar 
several  times  during  its  crystallization.  This  is  shown  by  the  shape 
of  the  zones  of  different  optical  orientation  and  chemical  composition 
in  some  zonally  built  feldspars  (Fig.  44,  p.  232).  Parts  of  feldspar 
crystals  that  have  broken  before  the  final  solidification  of  the  rock 
are  subhedral  or  anhedral. 

Anhedral  feldspars  occur  of  various  types,  approaching  equant, 
tabular,  or  prismatic  forms,  but  without  crystal  faces.  Or  they  may 
be  quite  irregular  in  shape.  Often  they  appear  to  be  euhedral  or 
subhedral  when  strictly  they  are  neither.  The  appearance  is  due  to 
pronounced  zonal  structure  which  makes  the  crystal  seem  to  have 
definite  form,  when  close  examination  of  the  outer  zone  shows  an 
anhedral  surface  and  an  irregular  outline  in  sections. 

Anhedral  forms  are  common  in  most  holocrystalline  feldspathic 
rocks,  and  often  occur  with  subhedral  and  euhedral  forms. 

Cleavage.  —  Feldspar  usually  exhibits   distinct    cleavage   which 
appears  in  thin  section  as  straight  cracks,  often  interrupted  and  seldom 
extending  the  full  length  of  the  crystal.    The  cleavage  parallel  to 
(001)  is  generally  more  distinct  than  that  parallel  to  (010),  but  the 
distinctness  of  the  cleavage  cracks  and  the  angle  between  the  two  sets 
vary  wdth  the  position  of  the  plane  of  the  thin  section.     In  some 
orthoclase  and  microcline  there  is  a  parting  or  cleavage  parallel  to  a 
pinacoid  of  the  first  kind  (/lOZ),  whose  exact  position  is  not  definitely 
known.     It  is  about  (15.0.2),  (701),  or  (801).     It  is  sometimes  devel- 
oped in  soda-microcline,  but  has  not  been  observed  in  the  lime-soda- 
feldspars.    There  is  also  in  some  cases  a  cleavage  parallel  to  (110) 
and  (501),  and  less  often  a  parting  parallel  to  (100).     The  feldspars  iu 
certain  lavas  are  quite  free  from  cleavage  cracks  in  thin  sections,  and 
are  traversed  by  few  curved  or  irregular  fracture  lines,  just  like  those 
commonly  seen  in  quartz.    In  such  cases  unstriated  feldspar  may- 
be easily  mistaken  for  quartz. — Fracture  uneven  in  directions  other 
than  those  of  cleavage  and  poorly  developed  in  most  cases.    In  the 
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glassy  feldspars  of  some  lavas  and  of  some  coarsely  crystallized  rocks — 
oligoclaae  of  Bakersvilte,  N.  C. — the  fracture  is  conchoidal  as  in  quartz. 
H.  =  6-6.5.  Specific  gravity  varies  with  the  chemical  composition. 
Sp.  gr.  =  2.54-2.56  (orthoclase) ;  on  pure  artificial  feldspars  Sp.  gr.  = 
2.605  (Ab),  2.649  (AbsAn,),  2.660  (AbaAn,).  2.679  (Ab,An,),  2.710 
(AbiAnj),  2.733  (AbiAns),  2.765  (An).  The  determinations  on 
crystals  from   rocks  are  usally  affected  by  the  presence  of   inclu- 


FiG.  20. — Indices  of  Refraction  of  the  Feldspars, 
sions,  or  by  lack  of  chemical  homogeneity  in  the  feldspar.     Pp.  gr-  = 
2.S93  (barium-orthoclase,Orj9Cei),  2.645  (OrjoCei),  2,725  (hyalophane, 
OriCei),  2.756  (OrjCe,),  2.818  (OryCes),  3.384  (celsian,  Ce). 

Optical  Properties, — Colorless  in  thin  section,  but  sometimes 
clouded  and  colored  by  inclusions  of  secondary  origin  or  of  primarj' 
origin.  Feldspars  vary  in  refraction  according  to  the  composition, 
potash-feldspar  and  snda-feldspar  having  lower  refraction  than  Canada 
balsam,  these  and  oligoclase  being  lower  than  quartz,  andesine  about 
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the  same  as  quartz,  and  labradorite  and  anorthite  having  higher 
refraction  than  quartz;  the  slight  differences  in  some  cases  being 
detected  by  the  Becke  method.  However,  on  account  of  the  double 
refraction  in  all  of  these  minerals  the  case  is  not  simple,  and  the  exact 
relations  between  the  different  indices  of  refraction  of  each  mineral 
and  the  highest  and  lowest  refraction  in  quartz  are  stated  graphically 
in  the  diagram  Fig.  29.  The  abscissas  represent  proportions  of  albite 
(Ab)  and  anorthite  (An);  the  ordinates,  indices  of  refraction  derived 
from  the  following  data: 


1.  Albite,  Ab,ooAno,  Amelia  Co.,  Va. 

2.  Albite,  AbjooAno,  Lakous,  Crete 

3.  Oligoclase^albite,  Ab„An,„  Soboth 

4 .  01  igoclase,  Ab^ , Adjs ,  Bakersville ,  N .  C . 


4< 


It 


II 


H 


5.  Andesine,  AbaoAn^o,  Roche  Sauve, 

Arddche 

6.  Anorthite,  Ab,An,j,  Vesuvius 


Quartz 

Canada  balsam 


«7 

1.5292 
1.5290 
1.5337 
1.5389 
1.5388 
1.549 

1.5752 

1.544 
1.539 


1.5331 
1.5333 
1.5376 
1.5431 
1.5428 
1.553 

1.5833 


1.5393 
1.5386 
1.5429 
1.5469 
1.5463 
1.556 

1.5884 

€ 

1.553 


Viola 
Viola 
Becke 
Off  ret 
Tertscb 
L^vy  and 
Lacroiz 
Viola 


A  study  of  the  diagram  shows  that  when  Canada  balsam  is  the 
standard  of  reference,  andesine  and  more  calcic  feldspars  have  higher 
refraction  than  balsam;  the  refraction  of  oligoclase  is  in  part  higher 
than  balsam,  and  most  varieties  of  oligoclase  have  the  same  refraction 
as  balsam  in  certain  positions  and  also  higher  and  lower  refraction  in 
other  positions.  For  the  most  part  albite  exhibits  lower  refraction  than 
balsam,  but  even  pure  albite  has  the  same  refraction  as  balsam  when 
it  exhibits  the  highest;  and  all  albite  in  certain  positions  exhibits  higher 
refraction  than  balsam.  It  follows  from  this  that  the  lime-soda- 
feldspars  which  in  some  sections  have  the  same  refraction  as  balsam 
may  be  albite  or  oligoclase.  But  when  most  of  the  sections  of  such 
feldspar  have  higher  refraction  than  balsam  the  feldspar  is  probably 
oligoclase;  when  most  have  lower  refraction  it  is  probably  albite. 
It  is  to  be  remembered  that  other  cement  than  Canada  balsam  is 
sometimes  used  in  the  mounting  of  rock  sections,  which  may  lead  to 
confusion  in  their  identification  by  this  method. 

When  quartz  is  used  as  the  standard  of  comparison  it  is  to  be 
noted  that  the  refraction  of  a  quartz  section  varies  with  its  position 
with  respect  to  the  direction  of  vibration  of  the  polarized  light,  except 
in  sections  .»ut  perpendicular  to  the  optic  axis,  when  the  refraction 
is  constant,  and  is  1.544  that  of  the  ordinary  ray.    In  the  case  of 
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any  other  section  it  is  always  possible  to  rotate  the  quartz  so  that 
the  transmitted  light  passes  through  as  ordinary  rays  with  a  refrac- 
tion of  1.544.  In  such  a  position  the  direction  of  vibration  of  the 
slowest  ray  is  parallel  to  that  of  the  light  coming  from  the  polarizer. 
It  is  possible  then  to  obtain  from  quartz  a  more  de6nite  standard  of 
comparison  than  Canada  balsam,  whose  refraction  varies  somewhat 
with  its  dryness.  But  in  most  sections  of  quartz  the  definite  refraction 
of  1.544  is  obtained  in  only  one  position.  Numerous  sections  of  quartz 
in  one  rock  section  in  a  measure  counterbalance  this  disadvantage. 

A  study  of  the  diagram  shows  that  the  refraction  of  labradorite 
and  more  calcic  feldspars  is  always  higher  than  the  highest  of  quartz, 
and  that  the  refraction  of  albite  is  always  lower  than  the  lowest  of 
quartz.  With  oligoclase  and  andesine  there  is  overlapping  of  their 
limits  of  refraction  and  those  of  quartz.  Most  oligoclase  has  lower 
refraction  than  the  lowest  of  quartz,  1.544,  while  most  andesine  has 
higher  refraction  than  the  lowest  of  quartz.  In  general,  andesine 
and  quartz  have  nearly  the  same  range  of  refraction, 

An  approximate  determination  of  the  mean  index  of  refraction 
of  feldspar  fragments,  obtained  by  crushing  the  crystals,  may  be 
made  by  immersing  them  in  liquids  whose  refraction  can  be  modified 
and  determined  in  the  manner  described  on  page  117.  And  this 
method  may  be  used  for  an  approximate  determination  of  the  kind 
of  feldspar  present  in  a  rock  when  this  is  not  feasible  by  one  of  the 
methods  to  be  described  in  subsequent  paragraphs.  For  this  purpose 
a  series  of  liquids  with  known  refraction  corresponding  to  different 
varieties  of  feldspars  may  be  prepared  and  kept  in  closely  stoppered 
phials  or  dropping-bottles  to  prevent  evaporation  and  change  of  con- 
centration. On  account  of  their  miscibility  in  all  proportions  and 
their  nearly  equal  rates  of  evaporation,  cedar  oil  with  ny=^  1.516,  clove 
oil  with  ny=  1.544,  and  cinnamon  oil  with  ny=  1.605,  are  convenient. 
Another  series  of  liquids  which  may  be  used  is:  monochlorobenzene, 
1.523;  clove  oil,  1.544;  aethylene  bromide,  1.536;  nitrobenzene,  1.554; 

« 

monobromobenzene,  1.561;  and  mixtures  of  the  latter  with  bromo- 
form,  1.588.  The  refraction  of  the  mixed  liquid  may  be  determined 
on  a  ref ractometer  or  it  may  be  made  to  correspond  to  the  refraction 
of  crystals  whose  refraction  has  already  been  determined.^ 

Data  with  respect  to  the  indices  of  refraction  and  the  angle 
between  the  optic  axes  in  different  kinds  of  feldspars  are  given  in 
the  accompanying  table. 

'  Wright,  F.  E.    Am.  Jour.  Sci.,  Vol.  21, 1906,  p.  361. 
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Optical  Orientation. — Albite-anorthite. — Owing  to  the  fact  that 
the  angle  between  the  optic  axes  is  lai^ge  and  varies  in  the  neigh- 


Normal  toUO 


Fig.  30.— -Projection  of  the  principal  axes  of  the  refraction  eUipsoida  on  a 
plane  perpNsndicuIar  to  (001)  (010).  1,  albite;  2,  oligoclase;  3,  aMdesine; 
4«  labradorite;  3,  anorthite. 
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Fio.  31.— Projection  on  6  (010). 

bbrhood  of  90®  it  happens  that  the  bisectrix  X  is  the  acute  bisectrix 
in  some  varieties  of  these  feldspars  and  the  obtuse  bisectrix  in  others- 
Thus  albite  is  optically  positive  with  Z  the  acute  bisectrix  and  p<  v; 
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certain  oligotlases  are  optically  n^ative.  with  Z  the  obtuse  bisectrix 
and  p<  V)  iabradorite  is  optically  positive,  with  Z  the  acute  bisectrix 
and  p>v;  anorthite  is  optically  negative,  with  Z  the  obtuse  bisectrix 
and  p  >  i: 

The  position  of  the  bisectrices  and  optical  normal 
with  respect  to  the  crystal  form  of  the  feldspars  shifts 
with  the  chemical  composition.  In  the  albite- 
anorthite  series  the  bisectrix  Z,  the  direction  of 
vibration  of  the  slowest  ray,  shifts  nearly  in  a  plane 
perpendicular  to  the  crystal  axis  a,  the  plane  of  the 
optic  axes  twisting  from  a  nearly  horizontal  position 
in  oligoclase  to  a  nearly  vertical  position  in  anorthite. 
This   ]s  shown   in   the  spherical  projection  on  the  Fu;.  X2. 

plane  perpendicular  to  crystal  axis  a.  Fig.  30,  and  in  that  on  the  plane 
(010),  Fig.  31.  From  this  it  follows  that  the  directions  of  vibration 
in  cleavage  plates  parallel  to  (001)  and  (010)  vary  with  the  com- 
[)oaition  of  the  feldspars  in  a  regular  manner. 


Fig.  33.— Extinction  Angles  on  <001 )  and  (010)  in  the  Lime-soda-feldspars. 

(1)  Owing  to  the  eaay  possibility  of  obtaining  definitely  oriented 
crj-stal  sections  in  these  positions  the  optical  orientation  of  the  feld- 
spars in  these  planes  becomes  an  important  mtans  of  idenlificntinn. 
The  angle  of  extinction  measured  with  reference  to  the  trace  of  the 
other  cleavage  in  each  cleavage  plate  is  plus  or  minus  according 
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to  the  direction  in  which  it  is  measured  from  these  cleavage  cracks, 
that  is,  the  edge  (001)  (010).  These  directions  are  shown  in  Fig.  32. 
The  range  of  extinction  angles  on  each  of  the  planes  (001)  and 
(010)  is  shown  in  Fig.  33,  constructed  from  data  calculated  by 
Max.  Schuster,  in  which  the  abscissas  correspond  to  the  kinds  of  feld- 
spar, and  the  ordinates  to  the  extinction  angles.     It  is  to  be  noted 


F"»-  37.  FiQ.  38.  Fia.  39. 

that  for  an  andesine  of  about  AbyAna  the  extinction  is  zero  on  both 
cleavage  planes.  In  this  feldspar  the  bisectrix  .Y  is  parallel  to  the 
crystal  axis  a.  For  more  sodic  feldspars,  albite 
and  oligoclase,  the  extinction  angles  in  both 
planes  are  plus;  for  more  calcic  feldspars,  an- 
desine  to  anorthite,  the  extinction  angles  in 
both  cases  are  minus,  ranging  from  0°  to  —37'*, 
ll  /'  I  \  g        The  appearance  of  the   interference  figures 

'"'  ~~  ■  in   sections    parallel    to   the   second    pinacoid 

(010)  for  different  kinds  of  Hme-soda-feldspars, 
when  the  section  is  oriented  as  in  Fig.  34,  is 
shown  in  a  general  manner  by  Figs.  35  (albite), 
36  (oligoclase),  37  (Iabradorite),38  (bytownite), 
39  (anorthite). 

(2)  Carlsbad  twins  of  the  lime- soda-feldspars 
I  to  the  second  pinacoid  (010)  sometimes  exhibit  both 
parts  of  the  twinned  crystal  owing  to  the  composition  surface  not 
being  parallel  in  all  places  to  (010).  The  section  may  appear  as  in 
Fig.  40,  in  which  case  the  basal  cleavage  cracks  in  the  twinned  parts 


'f---f'' 


Fia.  40. 
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make  an  angle  of  about  128*^  with  each  other.  This  and  the  absence 
of  twinning  lamellae  following  the  albite  law  serve  to  identify  the 
crystallographic  position  of  the  section.  Pericline  lamellae  may  be 
present.  In  such  sections  the  extinction  angle  measured  from  the 
trace  of  the  basal  cleavage  whose  range  is  shown  in  Fig.  33  serves  to 
determine  the  kind  of  lime-soda-feldspar.  When  zonal  structure  is 
present  it  is  commonly  most  pronounced  in  sections  parallel  to  (010) 
and  the  particular  composition  of  each  zone  may  be  determined 
in  the  manner  just  described. 

(3)  The  twinning  of  feldspars  produces  symmetrical  optical  orienta- 
tions of  the  twinned  parts  with  respect  to  the  twinning  plane.  Thus 
in  the  commonly  occurring  twins  according  to  the  albite  law — twinning 
and  composition  plane  (010) — any  section  cut  perpendicular  to  (010) 
presents  two  or  more  twinned  parts  having  like  extinction  angles 
measured  in  opposite  directions  from  the  trace  of  (010),  the  line  sepa- 
rating the  twinned  lamellae.  These  symmetrical  extinction  angles 
vary  with  the  crystallographic  position  of  the  cutting  plane  perpen- 
dicular to  (010),  in  each  kind  of  feldspar  ranging  from  0°  to  a  maximum 
v;hich  is  characteristic  of  the  kind  of  feldspar.  The  range  of  extinction 
angles  for  a  number  of  different  members  of  the  albite-anorthite  series  is 
shown  in  the  diagrams  prepared  by  Michel-L6vy,  with  which  have  been 
interpolated  others  obtained  from  the  first  by  graphical  methods,  and 
which  therefore  have  an  approximate  value  (Fig.  41). 

In  the  diagrams  the  abscissas  represent  angular  positions  of  the 
section  planes  measured  from  the  edge  (100)  (010) ;  the  ordinates  are 
the  values  of  the  extinction  angles  measured  from  the  trace  of  (010) 
on  the  section — the  edge  of  the  twinned  lamella?.  The  heavy  curve 
in  each  diagram  represents  the  range  of  extinction  angles  for  a  par- 
ticular feldspar,  in  passing  from  a  vertical  position  of  the  section  plane 
through  the  acute  angle  ^  between  the  crystal  axes  c  and  a. 

When  a  feldspar  is  twinned  only  according  to  the  albite  law  it  is 
possible  to  judge  of  its  composition  from  its  symmetrical  extinction 
angles  only  when  these  approach  a  maximum.  It  is  necessary  to 
observe  as  many  sections  as  possible  perpendicular  to  the  twinning 
plane  in  order  to  discover  the  maximum  extinction  angle.  Small 
angles  may  occur  in  all  kinds  of  feldspar.  Moreover  since  the  plus 
or  minus  sign  of  the  angle  cannot  be  determined  in  thin  sections 
the  maxima  of  albite  and  andesine  cannot  be  distinguished  by  this 
method  alone.  But  an  observation  on  the  index  of  refraction  by  the 
Becke  method  will  distinguish  one  from  the  other. 

(4)  It  frequently  happens  that  feldspars  twinned  according  to  the 
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Fig,  41  .—Extinction  Angles  in  the  Zone  normal  to  (010)  in  Carlsbad  Twins  of 

Lime-scda-FelcUpars. 
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Fig.  41a. — ^Extinction  Angles  and  Percentages  of  Anorthite  in  the  Lime-soda-feldspars. 
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albite  law  are  also  Carlsbad  twins.  In  this  case  a  section  perpen- 
dicular to  (010)  in  one  half  the  Carlsbad  twin  is  also  perpendicular 
to  it  in  the  other,  so  that  both  sets  of  lamellae  furnish  symmet- 
rical extinction  angles  (Fig.  42).  But  the  crystallographic  position 
of  the  cutting  plane  is  not  the  same  in  both  halves  of  the  Carlsbad 
twin.  In  passing  from  the  c  axis  through  the  acute  angle,  ,<?,  in  one 
half  of  the  crystal  the  sections  pass  through  the  obtuse  angle,  180°— j3, 
in  the  other  half.  That  is,  the  curves  of  extinction  angles  are 
reversed  for  the  two  parts  of  the  Caitsbad  twin.  In  Ihe  diagrams 
Fig.  41  the  second  curve  is  a  broken  line.  It  follows  from  this 
that  for  every  value  of  extinction  angles  in  one  part  of  the  twin 


Fig.  42- 

there  is  a  certain  extinction  angle  in  the  other  part,  and  these  pairs 
are  characterifitic  of  different  kinds  of  feldspars  with  certain  excep- 
tions. Thus  it  will  be  noticed  that  all  curves  pass  through  zero  at 
nearly  the  same  crystallographic  position  of  the  section  plane.  In 
each  feldspar  the  same  combination  of  pairs  of  extinction  angles 
occurs  twice,  at  equal  angles  on  either  side  the  vertical  axis,  (lOO) 
(010) — the  twinning  axis  of  the  Carlsbad  twin. 


OPTICAL  ORIENTATION.  229 

It  is  also  to  be  noted  that  in  albite  the  two  curves  lie  close 
together,  while  in  the  more  calcic  feldspars  they  are  farther  and 
fartlier  apart.  This  shows  that  the  Carlsbad  pairs  of  extinction 
angles  are  nearly  alike  in  albite  in  all  positions  of  the  section,  but 
are  different  from  one  another  in  most  positions  of  the  section  in 
more  calcic  feldspars.  This  character  is  easily  recognized  with 
crossed  nicols  by  the  difference  between  interference  colors  in  the 
lamellae  of  the  two  parts  of  the  Carlsbad  twin. 

Owing  to  the  importance  of  sections  in  these  positions  for  the  deter- 
mination of  the  lime-soda-feldspars  ready  means  for  their  identifica- 
tion will  be  pointed  out.  Sections  cut  perpendicular  to  the  twinning 
plane  (010)  of  albite  lamellae  may  be  recognized  by  the  sharpness  of 
the  boimdary  lines  between  the  lamellae,  for  they  stand  normal  to  the 
section  and  do  not  overlap  one  another  as  they  would  if  inclined  to  it. 
Moreover  when  the  lamellae  lie  parallel  to  the  cross  hairs  of  the  micro- 
scope— the  directions  of  vibration  in  the  nicols — adjacent  lamellae 
are  exactly  the  same  color  or  shade;  for,  the  angles  of  extinction  being 
symmetrical  with  respect  to  the  plane  of  the  lamellae  (010),  each 
lamella  is  turned  at  the  same  angle  from  the  position  of  darkness  and 
has  the  same  double  refraction.  When  the  feldspar  is  also  a  Carlsbad 
twin  the  equally  colored  albite  lamellaa^  in  each  part  of  the  Carlsbad 
twin  have  distinctive  colors,  which  are  nearly  the^  same Jn_albitfi  and., 
oligoclase,  but  generally  different  in  the  more  calcic  feldspars.  The ' 
more  calcic  the  feldspar  the  greater  the  possible  difference  between 
the  colors  of  the  two  parts.  But  the  diagrams  show  that  in  sections 
parallel  to  (100)  (010)  in  all  feldspars  both  parts  of  Carlsbad  twins  are 
alike.  When  the  albite  lamellae  lie  parallel  to  the  cross  hairs  of  the 
microscope  the  boundary  lines  between  them  are  visible  though  the 
lamellae  are  one  color,  but  when  they  are  turned  45®  to  the  cross  hairs 
the  boundary  lines  disappear  altogether,  and  the  contrast  between 
the  parts  of  the  Carlsbad  twin  is  generally  pronounced  when  the 
feldspar  is  calcic. 

Another  form  of  diagram  devised  by  Michel-L^vy  combines  the 
extinction  angles  of  each  set  of  albite-twinned  lamellae  in  a  Carlsbad 
twin,  cut  normal  to  (010),  with  the  percentage  of  anorthite,  An, 
in  the  feldspar.  The  position  of  the  cutting  section  is  indicated 
by  broken  lines  locating  the  poles  of  all  sections  in  the  zone. 
In  the  diagram,  Fig.  41  a,  the  values  of  the  larger  set  of  extinction 
angles,  belonging  to  the  lamellae  of  one-half  (1)  of  the  Carlsbad 
twin,  are  located  by  the  solid  curves,  numbered  at  their  extremities. 
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The  values  of  the  smaller  set  of  angles,  belonging  to  lameUss  in 
the  other  half  (2)  of  the  Carlsbad  twin,  are  located  by  the  hori- 
zontal lines,  numbered  at  the  sides  of  the  diagram.  The  percentage 
of  anorthite  increases  from  left  to  right,  and  is  determined  in  any 
given  feldspar,  or  zone  of  feldspar,  by  finding  the  point  of  inter- 
section of  the  horizontal  line,  representing  the  smaller  extinction 
angle,  with  the  solid  curve  representing  the  larger  angle.  It  is  to 
be  noted  that  in  feldspar  with  16  per  cent  of- An  and  84  of  Ab, 
(oligoclase,  Ab6.25Ani),  the  extinction  angles  are  0°  for  both  sets  of 
lamellae  in  all  sections  normal  to  (010).  Furthermore,  when  the 
angles  of  extinction  in  both  halves  of  the  Carlsbad  twin  are  so 
nearly  the  same  in  all  positions  of  normal  sections  that  there  is 
only  a  slight  distinction  between  the  illumination  of  the  two  parts 
of  the  Carlsbad  twin  in  the  45®  position,  the  feldspar  is  albite,  or 
highly  sodic  oligoclase,  as  already  noted  in  connection  with  the 
previous  diagram  (Fig.  41). 

(5)  Sections  of  lime-soda-feldspar  at  right  angles  to  the  planes  (001) 
and  (010)  may  be  used  in  determining  the  kind  of  feldspar  by  reason 
of  the  characteristic  extinction  angles,  which  vary  noticeably  with  the 
chemical  composition  of  the  feldspar.^  Such  sections  are  commonly 
nearly  rectangular  or  square,  or  nearly  so,  being  in  fact  rhombic  with 
the  acute  angle  about  86°.  They  are  recognized  also  by  the  fact  that 
the  twinning  lamellae  parallel  to  (010),  albite  law,  and  the  cleavage 
cracks  parallel  to  (001)  are  both  normal  to  the  section,  which  may  be 
determined  by  observing  the  behavior  of  these  plane  surfaces  upon 
changing  the  focus  of  the  microscope.  For  when  normal  to  the  section 
their  image  does  not  shift,  while  the  position  of  the  objective  changes. 
Owing  to  the  slight  change  in  the  extinction  angles  in  most  kinds  of  feld- 
spar in  the  neighborhood  of  this  position  in  the  zone  normal  to  (010),  as 
^shown  in  the  diagrams  of  extinction  angles  Fig.  41,  a  slight  variation 
of  the  section  plane  from  an  exactly  normal  position  does  not  affect 
the  application  of  the  method,  except  in  the  case  of  the  more  calcic 
feldspars  in  which  the  extinction  angles  vary  rapidly  with  the 
position  in  this  zone  near  a  plane  normal  to  (001)  (010),  as  shown 
in  Fig.  41. 

The  variation  in  the  extinction  angles  for  different  kinds  of  feld- 
spars measured  from  the  trace  of  (010),  the  twinning  lamellae  when 
present,  is  shown  in  the  diagram  Fig.  43  constructed  by  Becke  from 

«  Becker,  G.  F.  8th  Ann.  Rpt.  U.  S.  Geol.  Surv.,  Part  III.  Washington^ 
1898;  and  F.  Becke.    Tscher.  Min.,  Petr.  Mitth.,  18,  1899,  p.  556. 
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Mallard's  formula.  The  spots  located  near  it  correspond  to  data  from 
Michel-L4vy's  article  on  the  determination  of  the  feldspars  already 
cited.  As  suggested  by  Becke  it  appears  that  the  composition  of  the 
oligoclases  given  by  L^vy  as  Ab82Ani8  and  Ab72An28  may  be  nearer 
AbsoAnjo  and  AbTsAnzj  respectively.  From  the  diagram  it  is  seen 
that  for  most  of  the  lime-aoda-feldspars  the  change  in  extinction  angle 
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Pio.  43. — Extinction  Angles  in  Sections  normal  to  (001)  (010)  in  Lime-soda- 
feldspars. 

is  marked  and  Is  nearly  1°  fori  percent  change  in  albiteoranorthite  in 
the  more  sodic  feldspars.  In  laliradorite  it  ii  1°  fjr  2  per  cent 
change  in  albite  molecules,  while  in  bytownitc  and  anorthite  it  is 
much  less. 

The  variations  in  extinction  angles  in  a  number  of  different  zones 
or  crystallographic  positions  have  been  investigated  and  described, 
especially  by  Michel-Levy,  Fouqu^  and  Becke.  The  principal  cases 
studied  are  the  following:  the  zone  of  (001)  (010),  which  is  repi-esented 
in  microscopic  prisms  of  these  feldspars;'  sections  perpendicular  to 
the  bisectrices  X  and  Z,  and  also  to  the  optical  normal  Y;  also  those 
at  right  angles  to  the  optic  axes;^   the  determination  of  the  lime-soda- 

'  L^vy  and  LacroJx.  l«s  Min^raux  des  Roches.  Paris,  1S88,  p.  201. 
=  Fouqu6,  Bull.  Soc.  Min.  Fr„  17,  1894,  p.  306. 
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feldspars  by  means  of  the  interference  figures  in  twins. ^  These  and  still 
other  methods  are  described  at  length  by  Rosenbusch  and  Wul6ng.2 
Zonal  Structure.— Most  sections  of  iime-soda-feldspar  exhibit  con- 
centric zones  with  different  optical  orientation  and  different  refraction 
(Fig.  44).  The  difference  in  optical  orientation  appears  in  the  various 
angles  of  extinction,  or  directions  of  vibration,  in  the  several  zones. 
Ordinarily  the  innermost  feldspar  is  the  most  calcic,  successive  zones 
becoming  more  and  more  sodic.  Less  frequently  there  appear  alter- 
nations of  more  sodic  and  more  calcic  zones.  In  some  cases  the  differ- 
ence between  adjacent  zones  is  noticeable  enough  to  lead  to  an  abrupt 
change  of  interference  color  or  shade  in  passing  from  one  to  the  other, 
and  to  a  recognizable  difference  in  refraction,    in  some  cases  there 


is  a  gradual  transition  of  shade  and  gradual  shifting  of  optical  orient& 
tion  in  passing  from  the  center  of  the  crystal  outward. 

It  is  to  be  observed  that  the  range  of  variation  is  much  less  notice- 
able in  sections  perpendicular  to  albite  lamellae,  or  to  (010),  than  in 
those  cut  parallel  to  (010).     That  is  to  say,  feldspar  sections  which 

'  Beeke,  Tscbr.  Min.,  Petr.  Mitth.,  14„1894,  pp.  375  and  415;  also  16,  1897, 
p.  180. 

*  MikroBkopische  Physiographie,  etc..  Stuttf;art.  1905,  p.  345  et  seq. 
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show  well-marked  albite  lamellae  usually  exhibit  slight  zonal  structure, 
while  those  sections  almost  free  from  twinned  lamellsB  usually  exhibit 
pronounced  zonal  structure.  The  reason  for  this  will  appear  upon  a 
study  of  the  diagrams,  Figs.  33  and  41.  From  the  diagrams  of  extinc- 
tion angles  in  sections  cut  perpendicular  to  (010),  Fig.  41,  it  appears 
that  there  are  many  positions  of  section  planes  where  the  difference 
in  extinction  angles  for  the  various  lime-soda-feldspars  is  only  a  few 
degrees,  especially  within  the  range  from  labradorite  to  oligoclase, 
whereas  Fig.  31,  p.  222,  shows  that  in  sections  parallel  to  (010)  the 
direction  of  vibration  of  the  fastest  ray,  X,  shifts  almost  90°  from 
albite  to  anorthite.  Within  the  range  of  chemical  composition  fre- 
quently met  with  in  these  feldspars  the  variation  in  optical  orienta- 
tion is  more  than  twice  as  great  in  sections  parallel  to  (010)  than  in 
many  sections  cut  perpendicular  to  (010).  In  general  the  composi- 
tion of  the  outer  zone  is  not  more  sodic  than  oligoclase. 

It  is  evident  that  the  apparent  relative  magnitude  of  the  zones 
depends  on  the  position  of  the  section  in  the  crystal,  whether  it  passes 
through  the  center  and  in  what  direction,  or  whether  it  cuts  only  the 
outer  portion  of  a  crystaK 

Microcline. —  The  optical  orientation  of  microcline  is  described 
by  saying  that  the  plane  of  the  optic  axes  is  nearly  perpendicular  to 

(001)    (CIO)  V 
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Fig.  45. — Extinction  Angles  in  Zone  normal   to  (010)  irt  Carlsbad  Twins  of 

Microcline. 


(010)  with  the  acute  bisectrix,  X,  near  the  direction  of  the  crystal  axis 
a.  The  angle  2F=83°  (Des  Cloizeaux),  p>v.  On  cleavage  plates 
parallel  to  ((X)l)  the  extinction  angle  is  -f  15°  or  16°,  and  on  the  plane 
(010)  it  is  -1-5°,  each  read  from  the  trace  of  the  other  cleavage.  In 
sections  perpendicular  to  (010)  the  symmetrical  extinction  angles  in 
the  albite  lamellsB  reach  a  maximum  of  about  19°.  As  shown  in  the 
diagram  Fig.  45,  the  extinction  angles  remain  between  15°  and  19° 
for  sections  through  110°  of  rotation  of  the  cutting  plane.  Moreover 
the  extinction  angles  in  the  second  part  of  a  Carlsbad  twin  are  within 
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6®  of  those  in  the  first  part  for  sections  through  nearly  14(P  of  rotation 
of  the  cutting  plane.  For  this  reason  the  presence  of  Carlsbad  twins  of 
microcline  may  easily  be  overlooked  in  thin  sections. 

The  minuteness  of  the  twinned  lamellse  often  prevents  a  correct 
determination  of  the  extinction  angle,  the  lamellse  overlapping  one 
another  (Fig.  23,  p.  212).  As  the  lamellae  become  extremely  minute 
their  optical  effects  are  blended,  and  in  some  cases  they  are  recog- 
nized only  in  the  thinnest  possible  sections.  Beyond  this  their  presence 
is  indicated  by  almost  submicroscopic  lines  of  light  and  shade.  Actu- 
ally submicroscopic  lamellar  twinning  is  certainly  conceivable  and 
no  doubt  exists  in  potash-feldspar.  In  such  a  case  the  plane  of  twin- 
ning (010),  which  is  a  plane  of  symmetry  for  the  twinned  parts,  be- 
comes apparently  a  plane  of  symmetry  for  the  molecules  of  the  feld- 
spar, and  the  crystal  appears  to  be  monosymmetric.  This  is  believed 
to  be  the  explanation  of  the  apparent  monosymmetry  of  orthoclase. 
It  explains  the  correspondence  between  specific  gravity,  refraction, 
and  other  physical  properties  of  the  microcline  and  orthoclase.  Ortho- 
clase would  then  be  an  example  of  polysymmetry. 

Orthoclase. — ^The  optical  orientation  of  orthoclase  varies  in  different 
occurrences,  which  agree,  however,  in  having  the  acute  bisectrix  X  at 
an  angle  of +5*^  with  the  crystal  axis  a  in  the  plane  of  symmetry  (010). 
They  differ  in  the  position  of  the  plane  of  the  optic  axes  and  in  the 
value  of  the  angle  between  the  optic  axes.  In  the  great  majority  of 
cases  the  plane  of  the  optic  axes  is  perpendicular  to  (010),  as  in  Fig.  46, 


Fig.  46.  Fig.  47. 

and  the  optic  normal  is  inclined  21®  to  the  crystal  axis  c.     In  other 
cases  the  plane  of  the  optic  axes  is  parallel  to  (010),  Fig.  47.     In  the 
first  case  /o>v,  in  the  second  p<v.      The  angle  between  the  optic 
axes  is  variable.     It  has  been  measured  in  two  cases  as  follows: 
2Fy=69°  43'  and  69®  1'  in  adular,  St.  Gothard  (Des  Cloizeaux). 

2V  =11®  51'       ) 

**_  ,       Y  in  sanidine,  Wehr,  at  18®  C.  (Des  Cloizeaux). 
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In  certain  sanidines  it  approaches  zero,  and  the  crystals  appear 
almost  uniaxial.  The  angle  varies  noticeably  with  changes  of  tem- 
perature. 

With  increasing  percentage  of  soda  in  the  feldspar  the  angle  of 
inclination  of  the  negative  bisectrix  X  to  the  crystal  axis  a  increases 
from  +5°  to  as  much  as  +10°.  For  this  reason  sections  parallel  to 
(010)  are  important  in  determining  the  character  of  soda-potash- 
feldsp)ars.  They  are  recognized  by  being  at  right  angles  to  the  posi- 
tive obtuse  bisectrix  Z,  or  to  the  optical  normal  F,  and  also  at  right 
angles  to  the  basal  cleavage,  from  which  the  extinction  angle  may  be 
measured. 

Those  apparently  monosymmetric  feldspars  with  notable  amount 
of  soda  may  be  called  soda-orthoclase.  It  has  been  found  that  the 
toda  in  these  crystals  does  not  equal  the  potash  molecularly.  When 
the  soda  equals  or  exceeds  the  potash  the  crystals  exhibit  triclinic 
symmetry  and  are  soda-microcline. 

Soda-microcline  (anorthoclase).  —  In  potash-soda-feldspars  rich 
in  soda  there  is  extremely  minute  to  almost  submicroscopic  multiple 
twinning  as  in  microcline.  But  the  lamellae  are  generally  more  minute 
and  in  some  cases  are  only  recognizable  in  extremely  thin  section. 
In  act  the  presence  of  extremely  minute  microcline  twinning  is  an 
ind'cation  of  abundant  soda  in  potash-feldspar. 

Extinction  on  (001)  +5° 45'  to  + 1°  30',  on  (010)  6°  to  9°  48'.  Acute 
bi?ec  ix  X,  2Ej=lV  40'  and  88°  27',  p>v,  plane  of  the  optic  axis 
perpendicular  to  (010)  approximately.  In  some  of  these  feldspans 
there  is  a  small  amount  of  lime,  but  as  they  are  often  perthitically 
intergrown  with  lime-soda-feldspar  it  is  not  always  certain  in  what 
way  the  lime  occurs.  Lime-soda-microcline  (anorthoclase)  or  potash^ 
oligoclase  occurs  in  several,  localities  in  such  form  that  it  appears  that 
the  lime  is  part  of  the  potash-soda-feldspar.  The  composition  is 
more  nearly  that  of  oligoclase  with  part  of  the  soda  replaced  by  potash. 
The  multiple  twinning  is  so  minute  that  it  is  scarcely  noticeable  in 
some  sections,  especially  on  (001).  In  such  cases  the  extinction  is 
parallel  to  the  trace  of  (010)  and  the  crystal  appears  monosymmetric, 
like  orthoclase.  The  crystal  habit  is  that  of  rhombic  prisms  (110)  and 
(lIO),  as  in  rhombenporphyry  and  certain  syenites  in  Norway,  also 
in  lava  of  Kilimanjaro,  Africa.  In  these  feldspars  the  percentage  of 
lime  ranges  from  3  to  5  per  cent,  approximately. 

In  potash-oligoclase  of  Tyveholmen,  Norway,  the  extinction  angle 
on  (001)  in  some  cases  is  T  to  2?;  that  on  (010)  is  5i°  to  6°. 

In  potash-oligoclase-albite  of  Kilimanjaro,.  Africa^  the  extinction 
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angle  on  (001)  is  0^  in  some  cases,  while  in  other  cases  S3rmmetrical 
extinction  angles  in  sections  perpendicular  to  (010)  reach  8®  to  11°. 
Extinction  on  (010)  is  4®  20^  in  one  case.  Acute  bisectrix  X, 
2£-102^  2F=60°  44',  /?y=  1,5373.  Two  feldspars  analyzed  gave 
0ri^8Ab4.22Ani  and  Or2.iAb4Ani,  (Ab,0r)6.iAni,  approximately 
oligoclase. 

Hyalophane-celsian. — The  potassium-barium-feldspars  are  mono- 
clinic  in  all  discernible  physical  properties.  The  plane  of  the  optic 
axes  is  parallel  to  (010)  in  celsian,  and  normal  to  it  in  hyalophane- 


Fig.  48. 

The  bisectrix  X  remains  in  the  plane  of  symmetry  with  changmg 
composition  of  the  crystals  in  this  series  from  celsian  to  orthoclase. 
Its  variation  in  position  is  shown  in  Fig.  48  and  is  as  follows: 
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X  is  the  obtuse  bisectrix  of  an  optic  angle,  —  2F«94°  approx., 
in  celsian,  which  is  therefore  optically  positive,  with  2F=86^  It  is 
the  acute  bisectrix  of  an  angle,  2V=74°-78°,  in  hyalophane,  which  is 
optically  negative.  Crystals  of  hyalophane  are  sometimes  zonally 
built  with  the  central  portion  richer  in  barium;  the  outer  zones  richer 
in  potassium. 
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Color. — ^Feldspars  when  pure  are  transparent  and  colorless,  and 
thin  sections  are  colorless.  But  various  inclusions  act  as  pigments, 
sometimes  so  dilute  as  to  escape  detection  under  the  microscope, 
often  recognizable  as  bodies  of  various  kinds  and  sizes.  The  opaque- 
ness of  feldspar  crystals  arises  from  multitudes  of  inclusions.  White 
feldspars  may  be  of  any  composition,  but  the  more  frequent  ones  are 
albite.  Yellowish,  pinkish,  and  red  tints  come  from  iron  oxides  in 
most  cases.  Pink  feldspars  are  very  frequently  potash-feldspars, 
but  may  be  albite.  Green  colors  in  some  cases  arise  from  inclusions 
of  ferrous  silicates,  such  as  chlorite;  in  others  their  source  is  not  defi- 
nitely known.  Blue  opalescence  varying  from  pale  to  dark  shades, 
and  accompanied  by  other  iridescent  colors,  such  as  the  well-known 
colors  exhibited  by  labradorite  from  Labrador,  is  also  exhibited  by 
other  kinds  of  feldspars,  oligoclase,  albite,  soda-microcline,  and  ortho- 
clase.  It  has  been  referred  to  different  causes  in  different  cases.  In 
some  it  is  due  to  interference  of  light  reflected  from  extremely  minute 
lamellae  having  "different  refraction  from  that  of  the  crystal.  These 
lamellae  are  usually  too  minute  to  be  recognized  with  the  microscope. 
They  are  approximately  parallel  to  a  steep  pinacoid  of  the  second 
kind  (801),and  may  be  interlaminated  feldspar  of  a  different  com- 
position from  the  mass  of  the  crystal  in  perthitic  intergrowth.  In 
some  cases  there  are  visible  planes  of  parting  in  about  this  direction, 
when  the  color  is  pearly  white.  In  other  instances  the  colors  are  inter- 
ference phenomena  and  reflections  from  minute  inclusions  of  thin 
plates,  rods,  and  points,  arranged  in  definite  positions  in  the  feldspar 
crystals,  as  in  labradorite.  In  sunstone.  oligoclase,  there  are  rather 
laYge  but  very  thin  plates  of  hematite  or  a  hydrous  oxide  of  iron. 

Dark-gray  colors  are  produced  by  innumerable  inclusions  of  dark- 
colored  minerals  in  minute  particles.  These  are  especially  common 
in  the  more  calcic  feldspars,  but  also  occur  in  some  highly  alkalic 
feldspars,  as  in  the  soda-microcline  of  Fredricksvarn. 

Inclusions  and  Intergrowths. — Gas  inclusions  and  liquid  inclusions 
are  rarely  seen  in  sections  of  feldspar,  though  they  occur  sparingly. 
This  is  in  contrast  to  their  common  occurrence  in  quartz. 

Glass  inclusions  are  present  in  feldspars  in  some  lavas,  especially 
in  glassy  rocks,  when  they  may  be  very  abundant.  Occasionally 
the  glass  contains  one  or  more  bubbles,  as  many  as  nine  having  been 
observed  in  one  glass  inclusion.  In  general,  however,  glass  inclusions 
are  much  rarer  in  feldspar  than  in  the  quartzes  in  the  same  rock. 
Transparent  rectangular  inclusions  oriented  parallel  to  certain  direc- 
tions in  crystals  of  lime-soda-feldspar  with  lower  refraction  than  the 
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matrix  have  been  considered  to  be  glass  by  some  petrographers.  In 
certain  eases  they  may  be  glass,  but  in  others  they  may  be  crystals, 
possibly  feldspar. 

Inclusions  of  groundmass  occur  in  the  same  manner  as  those  of 
glass,  often  in  such  amount  that  the  feldspar  forms  little  more  than 
a  network  about  the  inclusions. 

Mineral  cr>'stals  of  all  kinds  may  be  inclosed  in  feldspars.  WTien 
primary  they  are  earlier  crystallizations  and  the  feldspar  is  the  later, 
as  is  often  the  case  with  the  alkalic  feldspars.  When  the  inclosed 
mineral  is  secondary  it  has  been  crystallized  within  the  feldspar  by 
replacement  or  alteration.  These  inclusions  may  be  of  any  size 
relative  to  that  of  the  feldspar.  They  may  be  sparsely  scattered 
or  in  clouds  of  great  numbers.  In  some  cases  the  inclusions  are 
grouped,  either  at  the  center,  the  margin,  or  in  concentric  shells, 
producing  zones  in  cross  sections. 

When  the  inclusions  are  numerous  and  of  notable  size  as  com- 
pared with  that  of  the  inclosing  feldspar  this  is  said  to  be  poikilitic. 
Orthoclase  is  more  often  poikilitic  than  the  lime-soda-feldspars,  as 
it  frequently  is  the  last  mineral  to  crystallize  in  a  rock,  and,  if  in  suffi- 
cient quantity  and  in  large  crystals,  acts  as  a  matrix  for  other  minerals, 
which  is  a  common  occurrence  in  monzonites. 

While  feldspar  may  inclose  any  of  the  primary  minerals  of  earlier 
crystallization  in  the  rock,  there  are  some  kinds  of  inclusions  that 
are  characteristic  of  the  feldspars  in  certain  kinds  of  rocks.  That  is, 
they  characterize  feldspars  crystallizing  from  certain  solutions.  In 
some  cases  these  inclusions  are  in  the  nature  of  intergrowths  of  two 
minerals. 

Graphic  Intergrowth. — Quartz  inclusions  abound  in  alkalic  feld- 
spars, especially  potash-feldspars.  Usually  the  two  are  intergrown 
in  such  a  manner  that  irregularly  shaped  rods  of  quartz  lie  in  a  feldspar 
matrix,  the  quartzes  having  one  optical  and  crystallographic  orientation 
throughout  some  distance.  This  is  called  graphic  intergrowth  (Fig. 
49).  It  is  occasionally  observed  in  striated  lime-soda-feldspar  of  the 
albite-oligoclase  part  of  the  series. 

Nephelite  occasionally  is  intergrown  with  alkalic  feldspar  in  the 
manner  common  with  quartz,  that  is,  graphically.  A  similar  inter- 
growth between  lime-soda-feldspar  and  orthorhombic  pyroxene  has 
been  noted  in  an  andesitic  lava. 

Perthite, — ^Feldspar  inclusions  in  feldspar  are  very  common.  They 
occur  in  several  ways.  Albite  in  irregularly  lenticular  layers  trav- 
erses potash-feldspar  in  planes  parallel  to   (801)  or  (100).    Both 
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feldspars  have  (OtO)  in  common  and  are  otherwise  approximately 
parallelly  oriented.  This  is  perthitic  intergrowth  (Fig  50).  It  may 
be  megascopic  or  microscopic.    The  layers  of  albite  may  be  almost 


Fio.  M. 
microscopic  when  it  becomes  cryptoperthite.     It  occurs  with  ortho- 
clase  and  also  with  microcline.  - 

Parallel  groft'ths  of  one  feldspar  about  another  are  common.    The 


Pig.  50. 
zonal   structure  of   many  lime-soda-feldspars   ia  of  this  sort.    The 
feldspars  are  in  concentric  shells,  crystaJIc^raphically  parallel.     Us- 
ually the  central  part  is  the  more  calcic.     Cases  in  which  the  outer 
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shell  is  potash-feldspar  are  common.  The  central  lime-soda-feldspar 
may  be  labradorite.  In  rare  instances  potash-feldspar  is  surrounded 
by  lime-soda-feldspar,  oligoclase,  as  in  the  rapakiwi  of  Finland. 

Clouds  of  minute  dots,  rods,  and  plates  of  yellow  to  brown  minerals 
characterize  many  occurrences  of  feldspar  in  the  more  ferromagnesian 
rocks,  and  in  those  associated  with  them, — ^anorthosites.  These  rods 
and  plates  are  generally  oriented  in  several  directions  in  the  feldspar, 
and  give  it  a  dark  color  and  sometimes  a  schiller,  or  opalescence, 
The  inclusions  are  in  some  cases  titaniferous  iron  oxide,  (?)  ilmenite, 
but  may  also  be  in  part  ferromagnesian  silicate,  (?)  pyroxene. 

Clouds  of  colorless  flakes  of  muscovite  or  kaolin  w^hich  render  the 
feldspar  white  by  incident  light  are  common  forms  of  decomposition 
in  orthocla^e  and  albite.  The  more  calcic  feldspars  when  decom- 
posed are  replaced  in  some  cases  by  albite  and  zoisite  (saussurite), 
by  epidote  or  chlorite  together  with  calcite  and  quartz  in  other  cases. 

Modes  of  Occurrence. — Lime-soda-  and  potash-feldspars  are  the 
most  abundant  mineral  constituents  of  the  majority  of  igneous  rocks; 
are  abundant  in  many  metamorphic  rocks,  and  are  less  often  present 
in  sedimentary  rocks 

In  igneous  rocks  they  form  phenocrysts  in  many  porphyries  with 
other  minerals,  and  also  constitut^e  a  large  part  of  the  groundmass  in 
most  cases.  Unstriated  orthoclase  occurs  in  coarsely  crystalline  gran- 
ites and  syenites,  and  to  a  less  extent  in  rocks  rich  in  lime-soda- 
feldspar.  It  may  be  accompanied  by  striated  microcline,  or  the  latter 
alone  may  be  present.  The  same  is  true  in  some  porphyries,  but 
potash-microcline  is  not  known  in  recent  unaltered  lavas,  in  which 
the  orthoclase  is  glassy,  and  is  often  called  sanidine.  The  potash- 
feldspar  of  metamorphic  rocks  is  commonly  microcline,  and  poly- 
synthetic  twinning  is  produced  in  orthoclase  by  pressure  in  some 
instances. 

Lime-soda-feldspars  are  more  abimdant  in  igneous  rocks  than 
potash-feldspars,  occurring  in  all  possible  ways,  as  phenocrj'^sts  and 
constituents  of  the  groundmass,  and  in  rocks  of  all  textures.  They 
are  less  common  in  metamorphic  rocks  than  potash-feldspar,  but  are 
very  abundant  in  some  of  the  crystalline  schists.  In  both  cases  the 
more  sodic  varieties  are  the  more  common. 

Id  sedimentary  rocks  fragments  of  feldspars  appear  in  arkose 
sandstones  and  graywackes.  But  the  readiness  with  which  feldspars 
decompose,  especially  the  more  calcic  varieties,  prevents  their  being 
preserved  in  great  quantities  like  quartz. 

Feldspars  occur  in  veins  deposited  from  aqueous  solution  to  son^ 
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extent  like  quartz,  but  not  so  commonly  as  this  mineral.  The  great 
pegmatite  veins  rich  in  feldspar,  and  considered  to  be  aqueous  deposits 
by  some  geologists,  are  probably  igneous  intrusions  which  contained 
slightly  more  water  than  ordinary  igneous  magmas  did  at  the  time 
of  their  intrusion. 

Feldspars  are  known  to  be  in  some  cases  the  products  of  gaseous 
exhalations  from  volcanic  vents,  where  they  accompany  other  silicates 
and  oxides. 

Hyalophane  occure  in  dolomite  in  the  Binnenthal  in  the  Yalais, 
associated  with  barite,  tourmaline,  mica,  and  other  minerals.  It  also 
occurs  with  celsian  in  dolomitic  limestone  with  manganiferous  epidote 
at  the  manganese  mines  of  Jakobsberg,  Sweden.  A  barium-bearing 
feldspar  iqteiigrown  with  albite  occurs  at  Blue  Hill,  Delaware  County, 
Pa. 

Resemblances.  —  Feldspars  exhibiting  polysynthetic  twinning 
are  not  to  be  mistaken  for  any  other  rock-making  mineral.  But 
unstriated  feldspar  may  resemble  closely  quartz,  nephelite,  and  cor- 
dierite.  From  quartz  it  is  usually  distinguished  by  its  cleavage,  its 
optically  biaxial  character,  and  optically  negative  character  when 
I  nearly  uniaxial,  as  in  some  orthoclases.    It  has  different  indices  of 

refraction,  except  in  andesine.  Feldspars  often  exhibit  partial  altera- 
[  tion,  quartz  shows  none.    From  nephelite  it  is  distinguished  by  the 

cleavage,  which  is  hexagonal  in  nephelite.  The  unstriated  feldspar 
^  commonly  associated  with  nephelite  is  orthoclase,  which  has  a  lower 

refraction.  The  double  refraction  of  nephelite  is  lower  than  that  of 
feldspar,  and  does  not  yield  an  interference  cross  in  very  thin  sections. 
Nephelite  is  uniaxial  and  negative.  Cordierite  when  colorless  is  quite 
like  some  feldspar,  especially  when  twinned  in  polysynthetic  lamellae, 
which  happens  in  metamorphic  rocks.  Each  is  biaxial.  But  cordier- 
ite has  almost  the  same  refraction  and  double  refraction  as  quartz, 
and  the  cleavage  in  one  direction  only  is  not  generally  well  developed. 
In  rather  thick  sections  it  is  pleochroic. 

Hyalophane  and  celsian  are  most  like  orthoclase,  but  differ  from 
it  in  refraction  and  specific  gravity. 

Laboratory  Production. — Feldspars  have  been  crystallized  in  the 
laboratory  in  a  number  of  different  ways.  By  fusion  in  open  crucibles, 
tiiat  is,  by  dry  fusion,  at  temperatures  between  1532**  and  1230°, 
most  of  the  lime-soda-feldspars  except  albite  have  been  produced 
from  liquids  of  their  own  composition.  Albite  has  not  been  made  to 
crystallize  in  this  manner,  and  the  same  is  true  of  potash-feldspar. 
The  liquids  of  these  feldspars  are  too  viscous  as  they  approach  the 
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crystallizing  temperature.  In  other  cases  homogeneous  crystals  of 
any  mixture  of  Ab  and  An  have  been  produced  by  Day,^  who  has 
established  the  melting-points  of  the  lime-soda-feldspars,  except  for 
the  albite-oligoclase  end  of  the  series.  Allen  has  determined  the 
specific  gravity  of  the  artificially  prepared,  pure  minerals  and  of  their 
glasses: 

Melting-  8p.  gr.  Sp.  gr. 

point.  Crystal.  Glaus. 

(Day.)  (AUea.)  (AUen.) 

Ab^, 1532^0.  2.765  2.700 

AbiAn. 1500*  2.733  2.648 

AbjAn, 1463°  2.710  2.591 

AbjAn, 1419°  2.679  2.533 

Ab^, 1367°  2.660  2.483 

AbjAn, 1340°  2.649  2.458 

AbjArio —  2.605  2.382 

Albite  and  orthoclase  have  been  produced  from  fluxes  of  various 
kinds:  tunstic  acid  (900^-1000°),  alkali  tunstates  and  phosphates, 
alkali  fluoride  (700^-800°).  They  have  been  produced  together  with 
quartz  in  closed  tubes  in  the  presence  of  moisture. 

Barium-sodium-feldspars  have  been  prepared  by  Fouqu^  and 
L6vy  by  slow  cooling  from  a  fusion  of  silica,  alumina,  sodium  carbonate, 
and  baryta  in  proportions  corresponding  to  those  of  oligoclase,  ande- 
sine,  and  labradorite. 

ANEMOUSITE. 

AbsAnioCgi  =  8NaAlSi3O8.lOCaAl2Si2O8.Na2  Al2Si208. 

CARNEGIEITE. 

Cg=Na2AL>Si208. 

Chemical  Composition.  —  Anemousite,  Na2Ca2Al6Si903o  or 
Na20.2Ca0.3Al203.9Si02.  SiOa  53.26,  AI2O3  29.78,  CaO  10.76, 
Na20  5.45,  K2O  0.75.  Possibly  a  pyrosilicate  of  sodium  and  alumin- 
ium, following  Vogt's  suggestion  of  a  pyrosilicic  acid,  HsSisOjo. 
But  more  likely  a  solid  solution  of  albite  and  anorthite  molecules 
with  that  of  a  triclinic  sodium  aluminium  orthosilicate,  carnegieite, 
in  the  proportions  AbsAnioCgi.  A  small  amount  of  potassiiun  is 
present  in  the  mineral  analyzed,  replacing  sodium  in  the  formulae 
given.    The   composition   of   anemousite   corresponds  to  that   of 


*  Am.  Jour.  Sci.,  Vol.  19,  p.  93,  1905,  and  Carnegie  Institution  of  Washington, 
Pub.  31,  1905. 
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labradoiite(Ab4An5)  ^'itii  the  addition  of  a  small  amount  of  sodium 
aluminium  orthosilicate.  The  mineral  is  chemically,  as  well  as  physi- 
c;illy,  a  feldspar,  differing  somewhat  from  those  belonging  to  the 
orlhnLlaHC-albite-anoitliitc  series.  It  may  represent  a  memlicr  of 
a  new  series  coiLtaining  variable  amounts  of  carnegieite  molecules. 

(■(iniajieilr,  XaaAl^-SiaOg.  SiO^  42.3,  AI2O3  35.9,  XaaO  21.R. 
The  same  compouiul  as  pure  sodium  nephelitc,  but  dimorphous, 
crj'stallizing  in  the  trielinic  s;  stem  when  produced  in  the  laboratory. 

Triclinic.  Anemousite  exhibits  the  forms  and  habit  of  trielinic 
feldspars  elongated  parallel  to  the  a  axis,  with  (001),  (010),  (110), 


Fic.  1. — Albite-liki;  FiG.  2. — Microc line-like  twinning 

twinnirg  in  Carnegieite.      XSj.  in  Ciinieeieite.      XT5. 

(IIO);  (001)  A(010)  =  S5'' 59'.  Twinning  polysynthetic  afterthe 
albite  law;  to  a  less  extent  accoriiing  to  the  pericline  law.  Carne- 
gieite formed  in  the  laboratorj'  by  Allen  is  anhnlral  and  in  aggre- 
gates. It  exhibits  pohxynthelic  twinning  exactly  like  that  in  the 
triclinic  I'eldspai-K.  It  Is  shown  in  Fig.H.  1  and  '2.  Similar  twinning 
occurs  in  the  mineral  ciystalliKed  from  heated  "  ncphelite  hydrate  " 
liyThugutt. 

Cleavage.  jVnemousite  possesses  perfect  cleavage  parallel  to 
(001) ;  very  impeifect  parallel  to  (010) ;  and  only  traces  of  cleavage 
parallel  to  (110),  (lIO),  In  other  directions  highly  conchoidal 
fracture.  H.6.  Sp.gr.  =  2-684.  Carnegieite  has  sp.gr.  =  2.571  at 
25". 
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Optical  Properties.  Anemousite;  biaxial,  with  some  variability 
in  the  position  of  the  bisectrices  in  different  crystals  from  the  same 
locality.  On  (001)  X  Aa  ranges  from  -0.0°  to  -4.5°,  and  on  (010) 
from  —2.5°  to  —11°.  Bisectrix  Z  is  nearly  normal  to  (010),  and 
Y  nearly  normal  to  (001).  Optically  positive  (+)  in  most  crystals 
examined,  but  negative  in  others,  with  2Vy=78°  0'— 89°  27';  dis- 
persion slight, /)>!'.  Oy=  1.5549,  ^y=  1.5587,  ?'j,=  1.5634;  7-— a  = 
0,0085,  ;'-/?=0.0047,  /?-a=0.0038.  From  these  values  2Vy= 
82°  48',  and  the  cr>'stal  is  optically  positive  (  +  ). 

Carnegieite  has  not  yet  been  formed  in  crystals  large  enough 
for  accurate  optical  measurements.  But  the  optical  character  is 
negative  (-),  and  2V  is  about  36°±5°.  a  =  1.516±.003,  r= 
1.520 ±.003.  Birefringence  weak,  the  highest  observed  is  y—(x  = 
0.0042. 

Color.  Anemousite  is  colorless,  and  remarkablv  fresh  and  con- 
tains  a  few  minute  inclusions  of  magnetite.  Carnegieite  is  also 
colorless. 

Modes  of  Occurrence.  Anemousite  is  found  as  loose  crystals, 
with  others  of  kaersutite,  at  a  parasitic  cinder  cone  of  the  volcano 
Monte  Rosso,  on  the  island  of  Linosa,  east  of  Tunis.*  It  formed 
phenocrysts  in  a  basaltic  lava,  the  largest  about  3.5  cm,  by  2  cm. 
Carnegieite  is  only  known  definitely  at  the  present  time  as  a  product 
of  crystallization  in  the  laboratory,  where  it  was  produced  by  Allen 
by  cooling  a  glass  contposed  of  the  required  oxides  in  the  propor- 
tions already  given,  the  glass  having  been  heated  to  1080°.  No 
separate  crystals  were  formed,  but  an  aggregate  of  anhedrons.  Pris- 
moid  crystals  in  a  cr}'stalline  mass  were  obtained  by  Thugutt^ 
by  rapidly  cooling  "  nephelite  hydrate  "  which  had  been  heated  to 
a  white  heat.  They  show  polys>Tithetic  lamellae  with  extinction 
angles  of  about  36°.  The  nephelite  in  nephelinite  from  the  Etinde 
volcano,  Kamerun,  exhibits  intricate  twinning.  The  parts  are 
biaxial,  optically  negative,  with  small  optic  angle,  and  are  con- 
sidered by  Esch  to  be  triclinic.     This  may  possibly  be  carnegieite. 

Resemblances.  Anemousite  is  like  triclinic  feldspar  in  every 
respect,  except  in  the  proportions  of  its  chemical  constituents.  It 
may  therefore  be  considered  a  feldspar  belonging  to  a  possible  series 
in  which  the  compound  cr>'stallizing  as  carnegieite  enters  as  an 


^  Washington,  H.  S.,  Jour.  (Jeol.,  Vol.    16,  1908,  p.  10,   and  Wa.shington 
and  Wright,  Am.  Jour.  Sci.,  Vol.  26,  1008,  p.  187,  and  Vol.  29,  1910,  p.  52. 
*Thugutt,  S.  J.,  Neues  Jahrb.,  B.  B.  9,  1894,  p.  561. 
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isomorphous  member  as  pointed  out  by  Washington  and  Wright. 
Carnegieite  resembles  triclinic  feldspar  in  the  character  of  its  poly- 
synthetic  twinning,  and  in  its  apparent  ability  to  crystallize  with 
it  in  isomorphous  mixture.  It  is  possible  that  it  may  occur  as 
molecularly  rearranged  nephelite  molecules  in  pseudomorphs 
after  nephelite,  when  it  may  be  mistaken  for  unchanged  nephelite. 

PETALITE. 

LiAl(Si205)2. 

Composition.— LigOAlaOa-SSiOz;  Si02  78.4,  AI2O3  16.7,  L12O 
4.9.  Disilicate  of  lithium  and  aluminium,  with  small  amounts  of 
sodiimi.    Not  acted  on  by  acids. 

Alteration. — ^The  transparent  variety,  castorite,  alters  to  a 
w^hite  mealy  aggregate  of  crystalline  needles,  called  hydrocastorite, 
a  hydrous  silicate  of  aluminium  with  calcium. 

Monoclinic— <i:6:c  =  1.1534:1:0.7436.  /?=67°34'.  Euhedral 
crystals  rare;  tabular  parallel  to  (010),  or  elongated  parallel  to  a. 
Faces  (001),  (100)  and  (201)  smooth,  others  often  striated.  Com- 
monly anhedral.  The  habit  of  the  crystals  resembles  that  of 
spodumene. 

Cleavage  parallel  to  (001)  perfect;  parallel  to  (201)  easy; 
parallel  to  (S05)  difficult.  Fracture  somewhat  conchoidal.  H.  =  6  — 
6.5.     Sp.gr.  =  2.39 -2.46. 

Optical  Properties. — Optically  positive  (+).  Axial  plane  and 
acute  bisectrix  Z  normal  to  (010);  axial  plane  for  red  is  inclined 
-87*^30'  to  (001).  Obtuse  bisectrix  X^Ac=-75°4';  X„Ac= 
—  74°  30'.    Small  dispersion  ^<v,  slightly  crossed. 

Castorite,  Elba    2Ha^- 86°  27^',  2Hay = 86°  30 J',  2Ha„==  86°  42'. 
(Des  Cloizeaux)       ^^=  1.5078,  /?y=  1.5096,  ^=  1.5180. 

2Fp=83°  30',  27y=83°  34',  27^=83°  52'. 
Petalite  2Ha^=  86°  24',  2Hay = 86°  28',  2Hap=  86°  43'. 

(L^v>'and  Lacroix)  ay=  1.504,  ^y=  1.510,  7*^=1.516. 

Refraction  and  double  refraction  low,  /'—a  =  0.012. 

Color. — Colorless,  white  or  gray,  sometimes  reddish  or  greenish. 
Luster  vitreous;  pearly  on  (001).     In  thin  section  colorless. 

Modes  of  Occurrence. — Petalite  occurs  in  granite  pegmatites 
with  other  lithium  minerals;  at  Peru,  Me.,  with  spodumene,  albite, 
beryl,   triphylite;    at  Ut6,   Sweden,   with  spodumene,   lepidolite, 
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tourmaline,  quartz  aud  magnetite.    On  Elba  castorite  is  in  granite 
with  poUucite,  lepidolite,  feldspars  and  other  minerals. 

Resemblance. — Petalite  is  most  like  othoclase  optically,  but  has 
a  somewhat  lower  refraction  and  slightly  higher  double  refraction. 
It  is,  moreover,  optically  positive  (+). 

MILARITE. 

HKCa2Al2(Si205)6. 

Composition.  H20.K20.4CaO-2Al203.24Si02;  S1O2  72.7, 
AI2O3  10.3,  CaO  11.3,  K2O  4.8,  H2O  0.9;  an  acid  disilicate  with 
small  amounts  of  sodium  and  magnesium  in  some  crystals.  Decom- 
posed by  hydrochloric  acid. 

Hexagonal.— c= 0.6620;  (0001)  A  (10ll)=37°  23'  40".  Euhe- 
dral  crystals,  prisms  (lOlO)  with  base  (0001)  and  pyramid  (lOll). 
Cleavage  not  noted;  conchoidal  fracture.  H  =  5.5— 6.  Sp.gr.  = 
2.55  -2.59. 

Optical  Properties. — Uniaxial  at  high  temperatures,  according 
to  Rinne.  At  ordinary  temperatures  biaxial;  a  basal  section  is 
divided  in  six  radial  sectors,  often  with  a  central  core  which  is  in 
some  cases  uniaxial,  in  others  divided  into  six  biaxial  sectors. 
Upon  heating  the  biaxial  parts  become  uniaxial.  Optically  nega- 
tive (— ).     io  =  1.532,  double  refraction  about  0.003,  Larsen. 

Colorless  to  pale  green.     Luster  vitreous.   In  thin  section  colorless. 

Modes  of  Occurrence. — Milarite  occurs  in  granite  in  Val  Giuf, 
Grisons,  Switzerland,  with  orthoclase,  quartz,  apatite,  titanite  and 
chabazite. 

EUDIDYMITE. 

HNaGlSiaOg. 

Composition.— H20Na20.2G10.6Si02.  Si02  73.4,  GIO  10.2, 
Na20  12.7,  H2O  3.7,  acid  polysilicate  of  gluciniun  and  sodium. 
Incompletely  soluble  in  acids. 

Monocllnic.  —  a:6:c=  1.71075: 1:1. 10712;  /?=86^  14' 30".  Eu- 
hedral  crystals  tabular  parallel  to  (001).  Basal  plane  (001)  and 
pyramids  often  striated  parallel  to  their  intersection  edges.  Twin- 
ning always  present;  two  modes  are  known:  1,  twinning  plane 
(001),  in  twinned  lamallse,  also  as  penetration  twins;  2,  twinning 
plane  normal  to  (001)  in  the  zone  (001) (111),  contact  twins  with 
axes  at  about  60^. 

Cleavage  perfect  parallel  to  (001),  less  so  parallel  to  (551). 
H.  =  6.    Sp.gr.  =  2.553. 
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Optical  Properties.  —  Biaxial,  axial  plane  parallel  to  (010). 
A  bisectrix  is  inclined  58®  30'  to  the  c  axis.     Optically  positive  ( -f ). 

rt^-l. 54444  ^^  =  1.64479  rp^l.5i97l  2F^=30°  44' 
ay  - 1 .  54533  i^y  - 1 .  54568  ry  - 1  55085  2Vy  -  29°  o5' 
a^=l. 54763       ^^-1.54799       r(F-=  155336        2 F^- 28°  52' 

Refraction  about  the  same  as  that  of  quartz;  double  refraction 
low,  r -a  =  0.0055. 

Color  white.  Luster  vitreous;  on  (001)  pearly;  on  fracture  in 
zone  (001) (111)  silky.     In  thin  section  colorless. 

Mode  of  Occurrence. — Eudidymite  occurs  rarely  in  syenite  on 
Ovre-Aro,  Langesundfjord,  with  a;girite,  nephelite,  molybdenite, 
fluorite,  apophyllite,  and  natrolite.  It  was  formed  at  the  same  time 
with  zeolites. 

Resemblances. — Eudidymite  has  nearly  the  same  refraction  and 
double  refraction  as  nephelite,  but  is  biaxial,  has  lamellar  twinning, 
and  well-developed  cleavages.  Its  optical  properties  are  very 
similar  to  those  of  andesine,  but  its  crystal  habit  and  second  mode 
of  twinning  serve  to  distinguish  it. 

EPIDIDYMITE. 

HNaGlSiaOg. 

Composition  the  same  as  that  of  eudidymite,  but  is 
Orthorhombic,     a :  6 :  c  =  0.57580 : 1 : 0.53400.     Twinned    at    an 
angle  of  about  60^.     H.  =  6.     Sp.  gr.  2.548. 

Optically  biaxial    and   negative    (— ).     Axial  plane  parallel  to 

(001) .     X  1 1  fc,  y  1 1  c,  Z  1 1  a.     Axial  angle  small     p  >  v, 

a,  =  1.5645        ^y  =  1.568o         rir=1.5688        2ry=31°4'. 

Colorless. 

Occurs,  with  eudialyte,  ncptunite,  catapleiite,  in  syenite  peg- 
matite in  Greenland. 

LEUCITE. 

Composition:  KAlCSiOs)*. 

IsoMBTRic  at  500®.    Pseudo^sometric  at  ordinary  temperatures.    Form, 
icoffltetrahedrons  (211). 
Tmnmng:  lamellar  parallel  to  (110). 
Cleavage:  (110)  very   imperfect.     Fracture:  conchoidal.      H.  «5.5-6. 

Sp.gr. -2.45-250;    2.464,  Goldschmidt. 
OptkaUy  isotropic  in  small  crystals,  and  in  all  cr3n3tals  at  500®.    Weak 
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double  refraction  in  large  crystals  at  ordinary  temperatures;  optically 
positive  (V),  a  (cw) -1.508,  r  («) -1.509.     (Des  Cioizeaux.) 
Color:  colorless  to  white  and  gray.    Luster:  vitreous. 

Chemical  Composition.  —  KAl(Si03)2  or  K20-A1203 -48102. 
Si02  55.0,  AI2O3  23.5,  K2O  21.5.  A  metasilicate  of  aluminium  and 
potassium,  sometimes  with  very  small  amounts  of  sodium  when 
unaltered.  Its  chemical  similarity  to  potash-feldspar,  except  for  the 
proportions  of  the  elements,  is  to  be  noted.  It  occurs  in  igneous  rocks 
with  insufficient  silica  to  convert  all  of  the  potassium  and  aluminium 
into  orthoclase  after  the  other  mineral  molecules  have  been  satisfied. 
Alteration. — Leucite  is  decomposed  by  hydrochloric  acid  without 
gelatinization.  By  the  replacement  of  potash  by  soda  and  the  addition 
of  water  leucite  alters  to  analcite.  This  is  a  common  alteration  and  is 
sometimes  accompanied  by  the  production  of  a  fibrous,  doubly  refract- 
ing, mineral  whose  character  has  not  been  determined  but  which  is 
probably  a  zeolite.  In  other  cases  leucite  changes  to  an  aggregation 
of  potash-feldspar  and  nephelite,  producing  pseudomorphs  having 
the  form  of  leucite  crystals.  These  occur  in  pseudoleucite-syenites 
and  porphyries  in  Brazil,  Arkansas,  Montana,  and  elsewhere.  Leucite 
also  alters  to  potash-feldspar  and  muscovite,  and  is  known  to  be 
replaced  by  potash-feldspar  alone.  Further  alteration  leads  to^kaolin. 
It  is  not  a  very  stable  mineral,  which  probably  accounts  for  its  scarcity 
in  ancient  rocks.  Most  of  its  occurrences  are  in  Tertiary  and  more 
recent  lavas. 

Crystal  Habit. — Leucite  crystals  have  forms  which  are  chiefly 
the  icositetrahedron  (211),  Fig.  1,  with  occasionally  subordinate  (100) 

and  (110).  Since  the  mineral  is  isotropic  at 
500°  and  crystallizes  in  molten  magmas  at 
high  temperatures,  it  undoubtedly  belongs  in 
the  isometric  system  and  the  forms  are  to  be 
so  interpreted.  It  is  frequently  roimded  and 
in  some  occurrences  is  in  irregularly  bounded 
equant  anhedrons.  Cross  sections  are  usually 
polygonal  or  rounded.  They  may  be  triangular, 
square,  and  8-sided  or  9-sided.  In  size  leucites 
may  range  from  megascopic  crystals  2  cm.  in  diameter  to  those  of 
microscopic  dimensions. 

In  rare  instances  skeleton  forms  of  leucite  have  been  developed 
in  crystals  0.10  mm.  to  0.05  mm.  in  diameter.  The  shapes  of  these 
imperfect  crystals  are  extremely  interesting,  as  they  explain  the  origin 
of  the  characteristic  inclusions  commonly  observed  in  leucites  of 
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various  sizes.  According  to  Pirsson  *  there  are  various  stages  of 
growth  shown  by  the  leucites  in  leucitite  of  Bearpaw  Peak,  Mont., 
which  are  illustrated  in  Fig.  2.  The  simplest  forms  have  spurs  par- 
allel to  the  fourfold  cubical  axes,  a.  In  b  these  are  thickened  at  the 
ends,  and  in  c  have  spread,  beginning  to  define  the  form  of  the  icosi- 
tetrahedron.  Within  this  skeleton  there  is  glass  base  as  partial 
inclusions,  shown  by  the  dotted  areas.  In  another  stage,  d,  there  are 
spurs  along  the  twofold  axes.  When  these  reach  the  margin  the 
form  of  the  icositetrahedron  is  complete,  as  in  e.  Further  crystalliza- 
tion of  leucite  leaves  club-shaped  inclusions,  /,  in  place  of  the  triangular 
ones,  there  being  one  radiating  from  the  center  toward  each  face  of 
the  icositetrahedron.  This  is  the  commoner  form  of  crystal  in  this 
rock.    Other  sections  cut  in  different  positions  are  shown  in  g,  h,  i,  j. 


The  relation  of  these  forms  of  growth  to  the  distribution  of  inclusions 
in  leucite  will  be  described  in  that  connection.  Similar  skeleton 
forms  of  leucite  occur  in  lava  masses  thrown  from  Vesuvius  in  1861. 
Twinning.  —  Leucites  generally  exhibit  lamellar  polysynthetic 
twinning  accompanied  by  weak  double  refraction.  It  disappears 
upon  heating  crystals  to  500°,  and  is  due  to  molecular  rearangement 
at  lower  temperatures.  Twinning  plane  (110),  repeated  parallel  to 
each  of  the  dodecahedral  planes.  Two  cases  occur  as  described  by 
Klein.2  (1)  The  main  crystal  behaves  as  one  individual  traversed  by 
subordinate  lamellae  parallel  to  (1 10).  The  main  crystal  is  biaxial  with 
a  positive  acute  bisectrix  of  a  small  optical  angle  perpendicular  to  one  of 
the  planes  (100),  that  is,  it  is  parallel  to  one  of  the  crystal  axes.  The 
obtuse  bisectrix  is  parallel  to  one  of  the  other  crystal  axes,  as  though 
the  crystal  were  orthorhombic.  (2)  In  the  second  case  the  leucite 
consists  of  three  such  crystals  intersecting  each  other  in  such  a  manner 
that  each  of  the  formerly  cubical  crystal  axes  corresponds  to  an  acute 
bisectrix,  and  the  four  crystal  faces  meeting  at  the  extremities  of  each 
cubical  axis  belong  to  one  orthorhombic  individual  (Fig.  3).    A  section 

»  PirBson,  L.  V.    Am.  Jour.  Sd.,  Vol.  II,  1886,  p.  145. 

>  Klcfin,  C.     Gdttinger  gelehrte  Nachrichten,  1884,  No.   11,  421-472;     and 
N.  J.  Min.  Petr.  Paleo.,  1885,  B.  B.  Ill,  522-584. 
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through  two  crystal  axes  would  show  four  wedge-shaped  parts  belong- 
ing to  two  individuals.  A  section  parallel  to  this  at  some  distance 
from  the  center  would  show  partis  of  all  three  individuals  as  in  Fig.  4. 
A  section  perpendicular  to  one  axis  near  its  extremity  would  cut  only 
one  of  the  parta  (Fig.  5).  Each  is  polysynthetically  twinned,  as  indi- 
cated by  bands  in  the  diagrams.  The  distribution  of  the  lamelle  is 
not  r^;ular.    They  are  of  various  lengths  and  thicknesses. 

Cleavage,  parallel  to  (110),  is  generally  not  noticeable  in  thin  sec- 
tions of  leucite,  which  are  sometimes  traversed  by  irr^;ular  cracks. 
Fracture  conchoidal.  H.  5.5-6.  Sp.  gr.- 2.45-2.50;  2.464,  Gold- 
schmidt. 

Optical  Properties. — As  already  said,  leucite  is  isotropic  above 
500°,  and  small  crystals  in  thin  section  are  isotropic  at  ordinary  tem- 
peratures. But  larger  cr>'stals  exhibit  weak  double  refraction,  /-—«•» 
.001,  which  is  very  faint  bluish  gray  in  thin  section,  and  is  more  easily 
recognized  by  its  effects  on  the  sensitive  tint,  purple,  of  the  selenite 
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plate.  The  optical  behavior  has  been  explained  as  uniaxial  by  some, 
but  is  considered  as  biaxial  by  others.  The  angle  between  the  optic 
axes  is  very  small  and  the  acute  bisectrix  is  the  direction  of  vibration 
of  the  slowest  ray  (  +  ).  Biaectrices  parallel  to  the  crystal  axes  a. 
«  H  =  1.508,  r  (0-1-509.  J— «  =  0.001.  The  index  of  refraction 
is  noticeably  lower  than  that  of  Canada  balsam  and  orthoclase  feld- 
spar. 

Color.— Colorless  to  white  or  gray  in  thick  crystals,  leucite  is  color- 
less in  thin  section. 

Inclusions.— Leucitea  may  be  entirely  free  from  inclusions  or 
they  may  contain  numerous  crystals  of  other  minerals  which 
are  usually  arranged  in  very  characteristic  ways.  Sometimes  the 
inclusions  are  glass  and  crystals,  together  with  gas ;  rarely  fluid  inclu- 
sions.   The  minerab  that  may  be  inclosed  are  those  associated  with 
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leucite  in  tlie  rock,  tuid  which  may  have  crystallized  before  it,  such 
as  au^te,  olivine,  hauj^te,  nephelite,  melanite,  magnetite,  picotite, 
and  apatite.    The  commonest  mineral  is  augite  in  amall  prisms. 

These  inclusions  are  frequently  arranged  in  a  cluster  at  the  center 
of  the  leucite,  or  in  one  or  more  concentric  zones  with  prismatic  crystals 
parallel  to  the  surface  of  the  leucite,  or  they  may  be  in  radial  lines. 
The  reason  for  the  peculiar  radial  arrangement  is  indicated  by  the 
forms  of  skeleton  growth  described  by  Fiisson.  The  material  waa 
probably  first  shut  in  as  molten  magma  and  afterwards  separated 
into  crystals.  Concentric  arrangements  are  common  to  all  kinds  of 
crystals,  being  dependent  upon  variations  in  the  rate  of  growth  at 
successive  periods  in  the  process  of  crystallization.  Various  arrange- 
ments of  inclusions  are  shown  in  Figs.  6  to  11  (Zirkel).    Not  infre- 
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quently  these  characteristic  groups  of  inclusions  call  attention  to  the 
presence  of  small  leucites  which  otherwise  would  escape  notice. 

In  some  cases  porphyritic  leucites  are  surrounded  by  a  shell  of 
crystals,  mostly  pyroxene,  augite,  or  aegirite,  which  are  more  or  less 
parallel  to  the  surface  of  the  leucite.  They  appear  to  have  been 
crowded  back  by  the  growth  of  the  leucite  crystal. 

Resemblances. — In  its  form  in  thin  section  and  in  its  optical  prop- 
erties leucite  resembles  sodalite  and  analcite,  with  both  of  which  it 
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may  be  associated  in  rocks.    Its  refraction  is  noticeably  higher  than 
that  of  either  of  these  minerals. 

Leucite,       n  =1.508 
Analcite,      riy  =  1 .4874 
Sodalite,      ny=  1.4858 

Analcite  sometimes  exhibits  faint  double  refraction  in  lamellar 
bands,  which  is  weaker  and  not  so  common  as  the  lamellar  twinning 
in  leucite.  Sodalite  seldom  exhibits  faint  double  refraction,  but  is 
frequently  clouded  with  minute  inclusions  not  often  seen  in  leucite. 

Modes  of  Occurrence. — Leucite  occurs  only  in  igneous  rocks,  for 
the  most  part  in  lavas  low  in  silica,  both  those  rich  in  alumina  and 
alkalies  and  those  rich  in  ferro-magnesian  elements.  It  occurs  in 
some  intrusive  porphyries  and  less  often  in  granular  phanerocrys- 
talline  rocks  resembling  jBne-grained  gabbro,  missourite.  It  forms 
phenocrysts  in  some  instances,  and  microscopic  constituents  of  the 
groundmass  in  others.  It  may  be  euhedral,  subhedral,  or  anhedral; 
being  in  the  latter  form  when  it  was  the  last  constituent  in  the  rock 
to  crystallize,  as  is  the  case  with  orthoclase  frequently.  In  this  con- 
nection it  is  interesting  to  notice  its  high  melting  point,  not  yet  defi- 
nitely determined.    It  is  infusible  before  the  blowpipe. 

It  is  chiefly  developed  in  lavas  of  Tertiary  and  more  recent  age, 
and  is  found  but  rarely  in  older  rocks,  where  it  is  usually  altered  to 
other  minerals,  as  at  Magnet  Cove  in  Arkansas,  and  in  Brazil.  In 
these  localities  it  is  probably  of  Cretaceous  age.  It  has  been  found 
in  the  Silurian  in  Siberia.  Leucite  occurs  in  widely  remote  localities 
in  all  parts  of  the  world. 

Laboratory  Production. — Leucite  has  been  produced  in  a  number 
of  different  ways.  Fouqu6  and  Michel-L^vy  ^  obtained  it  by  melting 
together  the  components  of  leucite  and  augite  in  an  open  crucible. 
The  result  resembled  a  natural  rock.  It  has  been  produced  by  heat- 
ing silica  with  an  excess  of  alumina  and  potassium  vanadinate  at  a 
red  heat  2;  also  by  heating  silicon  chloride  with  potash  and  alumina.^ 

Leucite  has  been  produced  in  the  presence  of  water  in  a  closed 
vessel  at  about  500®  by  the  reaction  of  potash  and  silica  on  muscovite 
from  Moss,  Norway.  It  has  also  been  obtained  from  aqueous  solution 
by  heating  to  a  dull  red  heat  in  a  closed  vessel  silica,  alumina,  and 

1  Fouqu6,  F.,  and  Michei-L6vy,  A.     Comp.  Rend.,  LXXXVII,  1878,  961. 
Ibid.,  XC,  1880,  698.     Bull.  Soc.  Min.  Fr.,  Ill,  1880,  118. 
»  Hautefeuille.    Comp.  Rend.,  XC,  1880,  313  and  378« 
■  Meunier,  St.    Comp.  Rend.,  XC,  1880,  100. 
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potash  in  the  proper  proportions. ^  In  both  these  cases  the  crystals 
are  optically  and  crystallographically  uniaxial  and  negative,  with 
weak  double  refraction. 
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H2CS4Al4(Si03)9. 

Composition.  — H20-(2Cs20)- 2 Al203-9Si02.  Si02  40.7,  AI2O3 
15.4,  CS2O  42.5,  H2O  1.4,  Hebron,  Me.  The  mineral  from  Elba 
contains  some  sodium.  Metasilicate  with  abundant  caesium.  Slowly 
decomposed  by  hydrochloric  acid  with  separation  of  pulverulent 
silica. 

Isometric,  often  in  cubes  with  (211),  and  (110)  striated  trans- 
versely. Occasionally  in  other  forms  rounded.  Also  anhedral. 
Cleavage  in  traces;  fracture  conchoidal.  H.=6.5.  Sp.  gr.=  2.986- 
2.977,  Hebron;  2.901,  Elba. 

Optical  Properties. — Isotropic. 

Hebron  r?^  =  1.5215  riy =1.5247  w^=1.5273  Penfield 

Elba       n^=1.515  ny=1.517  n^=1.527    Des  Cloizeaux 

Colorless,  vitreous  on  fracture,  dull  on  natural  surface. 

Mode  of  Occurrence. — ^PoUucite  occurs  sparingly  with  petalite 
(castorite)  in  cavities  in  granite  on  Elba,  and  with  caesium  beryl  and 
quartz  in  a  cavity  in  granite  at  Hebron,  Me. 

Resemblances — Among  the  isometric,  isotropic  minerals  there 
are  none  having  about  the  same  refraction  as  that  of  poUucite,  which 
is  noticeably  higher  than  that  of  leucite  or  the  sodalites. 

>  Freidel,  Ch.  and  G.     Bull.  Soc.  Min.  Fr.,  XIII,  1890,  129  and  182. 
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Composition:  Sodautb,      Na4(AlCl)Al,(Si04), 

Hauynitb,     (Na,,Ca),(NaSO,Al)Al,(SiOJ, 
NosBUTB,      Na,(NaS04Al)Al,(SiO,), 
Lazuritb,      Na«(NaS»Al)Als(SiOJ, 
Isometric  System. 

Ttoinning  plane  (HI)  in  sodalite  and  noselite;  (210)  in  hauynite. 
Cleavage:  dodecahedral,  more  or  less  distinct  in  all  but  noselite.     Frac- 
ture conchoidal  to  uneven.    H.  «5.5-6. 

Specific  gravity:  Sodalite 2.14-2.30 

Hauynite.  ...  2  4  -2.5 

NoseUte 2.25-2.4 

Lazurite 2.38-2.45 

Optical  Properties:  isotropic.    Index  of  refraction  low: 
Sodalite,    riy  - 1 .  4827  (Feussner) 
Hauynite,  % -1.4961  (Tchihatchef) 
Color:    Sodalite — gray,  greenish,  yellowish,  white,  blue,  lavender-blue, 
light  red. 
Hauynite — ^bright  blue,  sky-blue,  greenish  blue,  asparagus-green, 

red,  yellow. 
Noselite — grayish,  bluish,  brownish,  sometimes  black.    In  thin 

sections  colorless  to  brown. 
Lazurite — ^Berlin-blue  or  azure-blue,  violet-blue,  greenish  blue. 
Luster:  vitreous  to  greasy. 


SODALITE. 

Chemical  Composition.— Na4(AlCl)Al2 (8104)3  or  3(NaAlSi04)  + 
NaCl=3(Na20Al203-2Si02)+2NaCl.  Si02  37.2,  AI2O3  31.6,  NajO 
25.6,  01  7.3=101.7,  less  O  1.7  for  01  =  100.  Potassium  may  replace 
a  small  part  of  the  sodium.  This  is  equivalent  to  a  sodium-nephelite 
plus  sodium  chloride.  The  mineral  is  almost  the  same  chemically  as 
nephelite  and  plays  a  somewhat  similar  rdle  in  igneous  rocks,  being 
commonly  associated  with  nephelite. 

Alteration. — Decomposed  by  hydrochloric  acid  with  separation  of 
gelatinous  silica.  Soluble  even  in  acetic  acid.  Sodalite  alters 
readily  to  radiating  aggregations  of  zeolites,  chiefly  natrolite, 
accompanied  in  some  instances  by  hydronephelite,  thomsonite, 
and  diaspore  (Norway).  In  other  cases  it  alters  to  kaolin  and 
tnuscovite. 
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&ystal  Form.— The  rhombic  dodecahedron  (110)  is  the  dom- 
inant form,  rarely  with  subordinate  (100),  (111),  or  (211).  The 
crystals  are  sometimes  elongated  in  the  direction  of  a  threefold 
axis.  Cross-sections  of  euhedral  crystals  are  usually  six-sided  or 
four-sided.  Subhedral  and  anhedral  forms  are  more  conmion.  The 
twinning  on  the  octahedral  plane  is  seldom  observed  in  thin  section. 
Euhedral  crystals  occur  as  phenocrysts  in  porphyritic  rocks.  An- 
hedral crystals  are  the  usual  forms  in  non-porphyritic  phanerocrys- 
talline  rocks. 

Cleavage  parallel  to  (110)  is  generally  not  distinct  in  thin  sections 
of  sodalite  within  rocks,  but  in  crystals  grown  in  cavities  in  lava  on 
Mt.  Somma  it  is  very  distinct. 

Fracture  cracks  are  in  general  not  very  noticeable. 
Optical  Properties. — Isotropic  in  thin  section,  sometimes  with 
faint  double  refraction  in  the  vicinity  of  inclusions.  Noticeable  for 
its  low  refraction,  which  is  less  than  that  of  most  of  the  other  colorless 
minerals  with  which  it  is  associated,  and  also  lower  than  Canada  balsam. 
ny=  1.4827  on  Bolivian  sodalite  (Feussner).  ny=  1.4858  on  Vesuvian 
sodalite  (Tchihatchef).  Upon  diaphragming  the  light  the  surface 
appears  rough  or  shagreened  as  with  muscovite,  the  refraction  of  soda- 
lite being  as  much  lower  than  that  of  balsam  as  that  of  muscovite  is 
higher. 

Color. — In  thick  crystals  as  already  given.  In  thin  section 
it  is  generally  colorless,  but  may  be  blue,  greenish,  light  red,  or 
yellow. 

Inclusions. — When  in  the  coarser-grained  rocks  sodalite  often 
includes  the  minerals  associated  with  it:  iron  oxides  and  small  prisms 
of  pyroxene  or  amphibole.  It  may  also  contain  abundant  fluid  inclu- 
sions. These  are  often  clustered  in  the  center  of  the  sodalite.  When 
it  occurs  in  porphyritic  lavas  it  is  freer  from  inclusions,  which  are 
sometimes  glass,  rarely  fluid. 

Modes  of  Occuirence. — Sodalite  occurs  in  igneous  rocks  rich  in 
alkalies  and  low  in  silica  accompanying  nephelite  or  leucite.  It  is 
developed  in  phanerocrystalline  rocks  and  also  in  aphanitic  and  glassy 
lavas.  In  some  cases  it  is  among  the  earlier  crystallizations;  in  others 
it  is  one  of  the  last  to  crystallize,  as  in  certain  syenites.  Sodalite  also 
occurs  as  a  secondary  mineral  in  some  instances,  as  an  alteration 
product  of  nephelite. 

Resemblances. — Sodalite  is  characterized  by  its  low  index  of  re- 
fraction, 1.4827,  nearly  that  of  tridymite.    It  resembles  the  other  mem- 
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bers  of  the  sodalite  group,  from  which  it  Ls  difficult  to  distinguish 
it  except  hy  chemical  tests.  It  is  distinguished  from  leucite  by 
lower  refraction  and  absence  of  double  refraction  in  most  cases. 
It  is  easily  confused  with  analcite,  which  has  almost  the  same 
index  of  refraction,  1.4874,  but  which  sometimes  exhibits  very 
weak  double  refraction  like  leucite.  It  has  somewhat  lower  index 
of  refraction  than  rock  glass,  which,  however,  varies  with  its  chemical 
composition.  It  may  be  distinguished  from  glass  by  the  arrange- 
ment of  inclusions  centrally,  or  by  the  exclusion  of  crystals  which 
occur  more  abundantly  in  the  surrounding  matrix.  It  is  also  dis- 
tinguished from  glass  by  cleavage,  when  it  is  present,  and  by  its 
behavior  toward  acids. 

Laboratory  Production. — Sodalite  has  been  obtained  by  heat- 
ing powdered  nephelite  in  an  excess  of  sodium  chloride,  also  by 
heating  to  500**  muscovite  with  soda  in  proportion  to  form 
nephelite,  with  the  addition  of  sodium  chloride.  The  crystals  of 
sodalite  formed  in  the  laboratory  have  the  habit  of  those  found 
in  rocks. 

HAUYNITE— NOSELITE. 

Chemical  Composition.— /fa%ni<e;  (Na2,Ca)2(NaS04Al)  Al2(Si04)3 
or  3[(Na2,Ca)Al2(Si04)2]  +  2Na2S04  =  3[(Na2,Ca)0-Al203 -28102]  + 
2Na2S04. 

NoselUe:  Na4(NaS04Al)Al2(Si04)3  or  3Na2Al2(Si04)2+2NaS04 
=  3[Na20 .  AI2O3  •  28102]  +  2Na2S04. 

Haiiynite  and  noselite  are  parts  of  an  isomorphous  series  grading 
from  the  pure  sodic  compound  to  one  containing  two-thirds  as  much 
lime  as  soda;  the  pure  calcic  compound  not  having  been  found  in 
rocks  up  to  this  time.  The  sodic  end  of  the  series  with  little  or  no  lime 
is  noselite.  The  more  calcic  minerals  are  haiiynite.  The  two  grade 
into  one  another  chemically,  and  resemble  one  another  physically 
to  such  an  extent  that  they  are  not  easily  distinguished  from  one 
another  in  rocks. 

When  Na2:Ca::3:2,  the  composition  of  haiiynite  is  Si02  32.0, 
SO3  14.2,  AI2O3  27.2,  CaO  10.0,  Na20  16.6 « 100.  For  pure  sodium- 
noselite,  SiOg  31.7,  8O3  14.1,  AI2O3  26.9,  NagO  27.3^100.  A  small 
amount  of  potassium  is  present  in  some  cases. 

Alteration. — Decomposed  by  hydrochloric  acid  with  the  separa- 
tion of  gelatinous  silica.     Upon  evaporation  of  the  solution  from 
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haiiynite  crystals  of  gypsum  are  obtained  in  abundance.  These  are 
scarce  or  absent  in  solutions  from  noselite. 

The  alteration  of  haiiynite  results  in  most  cases  in  aggregations 
of  needle-like  zeolite,  often  radiating.  The  zeolite  is  natrolite,  which 
is  sometimes  accompanied  by  other  zeolites  which  are  probably 
stilbite  and  chabasite.  Calcite  is  also  developed  in  some  cases. 
Weathering  leads  to  a  dense  kaolin-like  aggregation,  often  colored 
by  limonite. 

Crystal  Fonn. — When  euhedral  the  form  is  the  rhombic  dodeca- 
hedron (110),  sections  of  which  are  four-  or  six-sided.  More  or  less 
rounded  and  irregularly  shaped  crystals  also  occur  as  phenocrysts* 
Anhedral  forms  are  common. 

Twinning  is  not  noticeable  in  thin  sections. 

Cleavage  or  fracture  cracks  are  seldom  noticeable,  but  are  some- 
times highly  developed  and  distinct. 

Optical  Properties.— Isotropic  in  thin  section,  occasionally  ex- 
hibiting weak  double  refraction  similar  to  that  shown  in  garnet  in 
some  instances.  There  is  also  double  refraction  about  inclusions  and 
along  fracture  lines.  The  index  of  refraction  is  low.  %=  1.4961  on 
blue  haiiynite  from  Niedermendig.  Slightly  higher  than  that  of 
sodalite,  but  less  than  that  of  leucite. 

Color. — In  thin  section  quite  varied:  colorless,  sky-blue,  gray, 
brownish,  red,  yellow,  green.  The  most  frequent  colors  are  lir;ht 
blue  and  colorless.  The  color  is  not  always  distributed  uniformly 
through  the  crystal,  but  is  in  streaks  or  spots  or  in  zones.  It  is 
sometimes  located  on  cracks  in  such  a  manner  as  to  suggest  its 
secondary  character.  It  is  destroyed  by  heating  to  a  high  tena- 
perature. 

Inclusions. — Haiiynite  is  generally  characterized  by  a  great 
abundance  of  minute  inclusions  which  are  mostly  gas  and  glass  in- 
clusions, seldom  fluid  as  in  the  haiiynite  of  Niedermendig.  There 
are  also  microlites  of  an  opaque  mineral.  The  glass  inclusions  when 
large  enough  to  be  seen  distinctly  often  have  the  crystal  shape  of 
the  haiiynite  matrix,  rhombic  dodecahedron.  The  microlites  are  in 
some  cases  six-sided  plates,  or  irregularly  shaped  flakes  of  hematite 
or  ilmenite,  either  opaque  or  translucent,  brown,  red,  or  yellow. 
The  minute  inclusions  may  be  like  a  swarm  distributed  throughout 
the  haiiynite,  or  they  may  be  clustered  at  the  center  of  the  crystal, 
or  on  the  margin,  or  they  may  be  in  concentric  zones  of  greater  br 
less  abundance.    Frequently  they  are  in  lines  or  streaks  parallel 
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to  the  threefold  axes  of  the  crystal,  so  that  sections  cut  parallel  to 
(100)  are  crossed  by  lines  at  right  angles  to  one  another;  those  cut 
parallel  to  (111)  are  crossed  by  lines  in  three  directions  at  120*^  to 
one  another;  while  other  sections  are  traversed  by  lines  in  various 
directions. 

In  some  instances  the  tabular  microlites  are  arranged  parallel 
to  the  cleavage  planes  (110),  and  it  may  be  that  in  such  cases 
they  are  secondary  and  have  been  deposited  along  the  cleavage 
cracks. 

In  certain  occurrences  there  are  opaque  borders  which  are  bluish 
black  or  brownish  black  in  incident  light.  They  are  quite  sharply 
defined  from  the  central  portion  of  the  crystal  and  appear  to  be  zones 
filled  with  inclusions  which  have  been  altered  and  impregnated  with 
limonite.  with  which  is  probably  kaolin. 

The  characteristic  inclusions  combined  with  the  colors  and  iso- 
tropic property  of  haiiynite  and  noselite  serve  as  diagnotic  features. 
They  are  readily  distinguished  from  apatite,  which  may  contain 
somewhat  similar  inclusions,  by  the  different  indices  of  refraction, 
higher  and  lower  than  balsam. 

Modes  of  Occuirence. — ^Haiiynite  and  noselite  occur  only  in 
igneous  rocks  and  almost  wholly  in  lava  forms.  In  a  few  instances 
they  have  been  recognized  in  coarsely  crystalline  rocks, — in  nepheiite- 
syenite  from  Montreal  (Osann).  They  generally  accompany  nephe- 
\  lite  or  leucite  in  rocks  low  in  silica  and  relatively  rich  in  alkalies. 
They  are  common  in  euhedral  crystals,  megascopic  or  microscopic, 
that  have  crystallized  among  the  first  of  the  salic  minerals,  usudly 
before  nephelite. 

Laboratory  Production. — ^These  minerals  have  not  yet  been  pro- 
duced in  the  laboratory. 

LAZURITE. 

Chemical  Composition. — Chiefly  Na4(NaS3Al)Al2(Si04)3,  together 
with  haiiynite  and  sodalite  molecules  in  the  ratio  of  77:16:7.  The 
percentage  of  the  ultramarine  molecule  as  calculated  by  Brogger  is 
Si02  31.7,  AI2O3  26.9,  Na20  27.3,  S  16.9=102.9,  deducting  (0  =  S) 
2.9=100.  The  mineral  lazurite  from  the  vicinity  of  Lake  Baikal, 
Siberia,  was  foimd  to  have  the  following  composition:  Si02  32.52, 
AI2O8  27.61,  CaO  6.47,  Na20  19.45,  K2O  0.28,  SO3  10.46,  .CI  0.47 
=  99.57. 
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Crystal  Form. — Dodecahedrons  and  sometimes  cubes,  with  im- 
perfect cleavage  parallel  to  (110),  in  microscopic  crystals  in  a  mixture 
of  other  minerals  called  lapis  lazuli. 

Color. — Various  tones  of  blue;   azure,  purplish,  greenish. 

Inclusions. — Lazurite  is  intimately  associated  with  microscopic 
crystals  of  diopside  free  from  iron,  a  colorless  amphibole  (koksharov- 
ite),  muscovite,  calcite,  pyrite,  and  in  some  instances  a  small  amount 
of  scapolite,  lime-soda-feldspar,  orthoclase,  apatite,  titanite,  zircon, 
and  an  undetermined  mineral  which  is  optically  positive,  and  is 
probably  uniaxial. 

Modes  of  Occurrence. — Lapis  lazuli  occurs  in  limestone  in  con- 
nection with  granitic  rock  in  such  a  manner  as  to  appear  to  be  a 
result  of  contact  metamorphism. 


NEPHELITE   GROUP. 

CoiiPOsmoN:   Nepheutb  ^^->^j,  |  nKAl(SiO.). 

SoDiUM-NEPHELiTE,  arlif.f  NaAlSiO^ 

Kauophilite,  KAlSiO, 

EucRYPTiTE,  LiAlSi04 

Hexagonal.     (?)  Pyramidal.    Axis  c=  0.8389.    Nephelite. 

Cleavage:  distinct  parallel   to   (1010),  imperfect  parallel  to  (0001)  in 
nephelite.    Perfect  parallel   to  (0001)  in  kaliophilite;  also  present 
in  eucryptite. 
Fracture:  subconchoidal  in  nephelite.     Brittle.     H.« 5.5-6  in  nephe- 
lite, 6  in  kaliophilite.    Sp.  gr. -2.60-2.65  in  nephelite;  2.493-2.602 
in  kaliophilite;  2.667  in  eucryptite. 
Optical   Propbrtibs:  uniaxial,    optically   negative.      Double   refraction 
low;   in  nephelite  o/y  =  1-^16,  «y«  1.5376.    Mte.  Somma  (Wolff). 

wy  =- 1 .5469,  <y  -=  1 .5422.     Arkansas  (Penfield). 
w  -<-.004-.005. 
Color:  colorless,  white    and   yellowish,  greenish  to  bluish  gray;    also 
browns  and  reds  in  nephelite.    Luster:  vitreous  to  greasy. 
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NEPHELITE  (Eleolite). 

Chemical  Composition. — Nephelite  in  all  cases  contains  potassium 
in  addition  to  sodium,  but  in  varying  proportions,  from  one  fifth  to 
one  third  of  the  sodium  molecularly.  Pure  sodium-nephelite  has  been 
made  in  the  laboratory  and  is  orthosilicate  of  aluminium  and  sodium, 
NaAlSi04.  With  the  addition  of  potassium  there  is  a  change  in  the 
proportion  of  silica,  which  is  not  definitely  determinable  from  the 
analyses.  Doelter  has  suggested  that  the  potassium  is  present  in 
a  metasilicate  molecule  similar  to  that  of  leucite,  KAl  (8103)2,  and 
that  the  composition  of  nephelite  is  expressed  by  the  formula 

mNaAlSi04-nKAl (8103)2.    (j=y  to  y.) 

But  this  is  not  strictly  correct.  An  analysis  by  Harrington  of  very 
excellent  material  in  the  form  of  large  crystals  from  Dungannon 
Township,  Ontario,  yielded  the  following:  Si02  43.51,  AI2O3  33.78, 
Fe203  0.15,  MgO  trace,  CaO  0.16,  NajO  16.94,  KgO  5.40,  ign.  0.40 
=  100.34.  This  corresponds  to  NaioK2Ali2Sii305o,  which  is  equiva- 
lent to  5 (Na20 .  AI2O3  •  28102)  +  KgO  •  AI2O3  •  38102-  NagO :  K2O : :  5 : 1 . 
And  corresponds  to  Morozewicz's  assumption  of  the  presence  of  a 
potassium  compound  having  the  form,  K2AI2S13O10.  Foote  and 
Bradley  have  suggested  that  there  may  be  a  solid  solution  of  albite 
in  orthosilicate  nephelite. 

In  pure  sodium-nephelite  Si02=42.3,  Al203=35.9,  Na20=21.8. 

Alteration. — ^Easily  attacked  by  hydrochloric  acid  with  the  separa- 
tion of  gelatinous  silica.  Nephelite  alters  somewhat  readily  into  a 
number  of  different  minerals  according  to  circumstances.  The  most 
common  changes  are  to  sodalite  and  analcite;  also  to  natrolite,  thom- 
sonite,  and  hydronephelite  (ranite).  Nephelite  is  often  replaced  by 
aggregates  of  cancrinite.  It  alters  in  other  cases  to  potassium-mica 
or  pinite,  also  called  gieseckite  and  liebenerite.  Finally  it  may  be 
reduced  to  kaolin. 

Crystal  Habit. — When  euhedral  nephelite  crystals  are  stout 
hexagonal  prims  (lOlO),  or  thick  plates,  with  the  basal  pinacoid 
(0001),  seldom  with  subordinate  pyramidal  faces  (lOll)  and  sub- 
ordinate prism  faces  of  the  second  kind  (ll30),  Fig.  1.  The  usual 
cross-sections  are  hexagons  and  short  rectangles.  Euhedral  crystals 
occur   as    phenocrysts    and    also   as    small   crystals  in  fine-grained 
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groundmasses.      The  pyramidal  symmetry  is  only   discovered  by 
etching  (Fig.  2)  and  does  not  appear  in  the  crystal  form.    Subhedrai 
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Fig.  1. 


Fio.  2. 


and  anhedral  nephelites  are  nearly  equant,  irregularly  shaped  cr>'stals 
without  characteristic  forms.  They  are  more  common  in  the  phanero- 
crystalline  granular  rocks. 

Cleavage. — Prismatic  and  basal  cleavages  are  generally  developed 
in  thin  sections,  but  are  not  always  noticeable.  They  become 
more  pronounced  when  alteration  has  set  in  along  the  cleavage 
planes. 

Fracture  lines  like  the  cleavage  are  not  generally  noticeable, 
because  of  the  likeness  in  refraction  between  nephelite  and  Canada 
balsam. 

Optical  Properties. — Nephelite  is  uniaxial  and  negative  (— )  with 
low  double  refraction,  w— 5=0.004-0.005,  so  that  thin  sections 
do  not  yield  an  interference  figure.  The  interference  colors  are 
bluish  gray  to  white.  The  optical  character  may  be  determined 
in  longitudinal  sections  of  prism;  by  noting  the  fast  and  slow  rays, 
the  optic  axis  lying  parallel  to  the  longer  diameter  of  the  prism. 
In  extremely  minute  crystals  the  double  refraction  is*  scarcely 
perceptible.  The  index  of  refraction  is  nearly  the  same  as  that 
of  quartz  and  higher  than  that  of  Canada  balsam  and  the  alkalic 
feldspars: 


Mte.  Somma    £4;^=  1.5416 
Arkansas  a>„  =  1 .5427 


ti 


Wy=lM^9 


£y=  1.5376 
£y  =  1.5378 
£p  =  1.5422 


(Wolff) 
(Wads  worth) 
(Penfield) 


Color. — ^In  thick  cr>^stals,  colorless  to  white,  also  gray,  greenish 
and  bluish,  brown  and  red.  In  thin  sections  colorless.  Its  luster 
is  usually  greasy,  but  sometimes  it  is  vitreous.     It  has  been  cus- 
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tomary  to  call  the  duller  varieties  eleolitey  and  the  more  vitreous 
nepheliie.  But  there  seems  to  be  no  need  for  two  names  for  the 
same  mineral,  especially  when  it  happens  that  the  luster  of  very  small 
crystals  is  not  recognizable.'  Generally  the  mineral  when  in  coarse- 
grained rocks  has  been  called  eleolite,  and  when  in  lavas  nephelite. 
It  is  better  to  call  it  nephelite  in  all  cases. 

Inclusions. — Nephelite  has  no  characteristic  inclusions  by  which 
it  may  be  recognized.  It  is  often  quite  free  from  inclusions,  but 
in  other  cases  may  abound  in  them.  It  may  contain  any  of  the  minerals 
associated  with  it  in  the  rock.  Often  there  are  numerous  gas  and 
fluid  inclusions,  sometimes  with  cubes  of  NaCl;  also  glass  inclusions 
when  in  lavas.  Mineral  inclusions  frequently  observed  are  needles 
of  SBgirite  and  amphibole.  They  are  sometimes  green  pleochroic 
chlorite,  and  in  other  cases  hydrous  iron  oxide,  or  hematite, 
giving  brown  and  red  colors  to  the  crystal.  Fluorite  has  also  been 
noted,  and  the  various  alteration  products  already  mentioned.  The 
primary  inclusions  are  n  some  cases  scattered,  in  others  in  clouds 
or  streaks,  in  others  in  zonal  arrangement. 

Intergrovjths  of  nephelite  with  alkalic  feldspar  occur  in  some 
nephelite-syenite,  like  the  graphic  intergrowth  of  quartz  and  feldspar. 

Resemblances. — Nephelite  in  thin  section  is  most  like  quartz 
and  unstriated  feldspar,  and  somewhat  like  apatite.  It  has  about 
the  same  double  refraction  as  apatite  and  is  optically  negative  (— ), 
but  the  index  of  refraction  is  noticeably  lower,  and  it  lacks  the  rough 
surface  and  relief  noticeable  on  apatite  when  the  light  is  diaphragmed. 
It  is  nearest  quartz  in  refraction,  is  somewhat  lower  in  double  re- 
fraction, is  negative,  does  not  yield  an  interference  figure  in  very 
thin  section,  generally  exhibits  cleavage,  and  often  shows  more  or 
less  alteration  not  found  in  quartz.  It  does  not  occur  in  rocks  with 
primary  quartz.  Unstriated  feldspar  is  usually  orthoclase;  from 
this  nephelite  differs  in  refraction,  being  noticeably  higher  and  easily 
distinguished  from  it  by  diaphragming  the  light  and  changing  the 
focus  (Becke  method).  Otherwise  the  double  refraction  in  the  two 
minerals  is  quite  similar;  both  show  cleavage,  one  hexagonal  in 
some  sections,  but  rectangular  in  others,  like  feldspar.  Both  may 
show  partial  alteration.  There  can  be  no  confusion  with  striated 
feldspars,  but  unstriated  andesine  has  nearly  the  same  index  of 
refraction,  has  slightly  higher  double  refraction,  and  exhibits  a  bi- 
axial interference  figure. 

Modes  of  Occurrence. — Nephelite  is  a  primary  constituent  of 
many  igneous  rocks  of  all  textures.     It  occurs  in  certain  gneissoid 
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and  schistose  rocks  that  appear  to  be  partly  metamorphosed  igneous 
rocks.  In  fact  this  texture  is  very  highly  developed  in  some  nephe- 
lite  rocks  in  Russia,  Norway,  and  Canada.  While  in  some  cases  the 
schistose  texture  may  be  primary,  it  is  undoubtedly  secondary  in 
others.  It  is  probable  that  nephelite  has  recrystallized  during  the 
metamorphism  of  nephelite-syenites. 

Nephelite  occurs  as  a  secondary  mineral  in  pseudomorphs  with 
orthoclase  after  leucite;  its  ability  to  crystallize  in  this  way  renders 
it  probable  that  it  may  recrystallize  during  the  crushing  and  shearing 
that  produces  schistose  texture.  It  is  to  be  noted,  however,  that 
nephelite  is  not  found  in  the  crystalline  schists  except  as  metamor- 
phosed facies  of  nephelite-bearing  igneous  rocks. 

Laboratory  Productioii. — Nephelite  has  been  produced  in  an  open 
crucible  by  fusing  its  constituents  at  a  red  heat.  It  has  also  been 
obtained  by  melting  its  components  in  an  excess  of  sodium  vanadin- 
ate.  Natural  nephelite  containing  potassium  may  be  melted  and 
recrystallized  as  nephelite,  but  when  pure  NaAlSi04  is  melted  and 
cooled  it  crystallizes  in  the  triclinic  form  called  camegieite,  with 
properties  resembling  feldspar. 

KALIOPHILITE. 

Chemical  Composition. — Kaliophilite  is  orthosilicate  of  alu- 
minium and  potassium.  KAlSi04  or  K20.Al203.28i02=Si02  38.0, 
AI2O3  32.3,  K2O  29.7  =  100,  a  potassium-nephelite.  It  is  decomposed 
by  hydrochloric  acid  with  gelatinization. 

Crystal  Form. — Hexagonal  needles  in  bundles  and  in  fine  threads. 
It  has  perfect  basal  cleavage. 

Optically  uniaxial  and  negative.  £«>  =  1.537,  €  =  1.533,  10— e 
=0.004,  Larsen.     Colorless,  with  silky  luster. 

Kaliophilite  occurs  in  ejected  blocks  at  Mte.  Somma  as  a  product 
of  contact  metamorphism  in  limestone;  in  some  cases  in  rock  com- 
posed of  augite  with  mica^  in  other  cases  in  gray  granular  calcite 
with  dark-colored  augite  and  yellow  melilite.  It  is  not  known  as 
a  primary  constituent  of  igneous  rocks. 

Laboratory  Production. — ^The  compound  KAlSi04  has  been 
crystallized  in  the  laboratory  in  several  forms  dififering  from  that 
of  kaliophilite.  One,  produced  by  Lemberg,  is  in  multiple  twins, 
like  those  of  aragonite  and  the  twinned  nephelite  from  Etinde 
volcano;  another  form  is  prismatic  and  possibly  tetragonal  accord- 
ing to  Weyberg;  while  a  third  is  isometric. 
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Chemical  Composition. — Orthosilicate  of  aluminium  and  lithium, 
LiAISi04  or  Li20Alz03-2Si02=Si02  47.6,  AlaOg  40.5,  LiaO  ll.9 
=  100,  lithium-nephelite.     It   is   decomposed  by  hydrochlorip  acid 

with  gelatinization. 

Probably  uniaxial,  optically  negative  (-),  ai-1.54.  Double 
refraction  rather  low,  Larsen. 

It  crystallizes  in  the  hexagonal  system  in  irregularly  shaped 
forms  graphically  intergrown  with  albite  as  an  alteration  product 
of  spodumene  in  the  coarse  pegmatite  at  Branchville,  Conn.  (Figs. 
1  and  2).     Its  formation  with  albite  from  a  metasilicate,  spodumene, 


is  analf^ous  to  the  formation  of  nephelite  with  orthoolas 
metasilicate,  leucite. 


CANCRINITE. 

Composition  :    H.Nfl,Ca(XaCOi),Al,(SiO,),. 
Hexagonal.     e=0.4224. 

Cleavage:  prismatic  (0110)  perfect;   (1120)  less  so.      H.-5-6.     Sp.gr. 
=2.42-2.5. 
Optical    Properties:    uniaxial,  negative   (— ).      tu,''1.5244,   Er^l.4955. 
iu-t -0.0289. 
Color:    white,   gray,    yellow,   green,    blue,    reddish.     In    thin    section 
colorless.     Lv^ler:  subvitreous,  pearly  to  greasy. 

Chemical  Composition.— H8Na6Ca(NaC03)2Ala(Si04)B,  ivhich  may 
be  written  SHaO  ■  4Na20  •  CaO  ■  4AI2O3  ■  OSiOa  ■  2C02.  Cancrinite  has 
nearly  the  same  composition  as  nephelite  with  the  addition  of  a 
little  lime,  carbon  dioxide,  and  water.  It  is  largely  a  secondary 
mineral,  and  in  some  cases  is  formed  by  alteration  of  nephelite. 
But  it  is  also  a  primary  constituent  of  igneous  rocks. 
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Alteration. — It  is  decomposed  by  hydrochloric  acid  with  evolu- 
tion of  CO2  and  yields  gelatinous  silica.  Cancrinite  alters  to  natro^ 
lite,  but  it  is  seldom  found  undergoing  alteration. 

Crystal  Form. — Seldom  in  euhedral  crystals,  when  the  forms 
are  the  hexagonal  prism  m(lOlO)   and  a  flat  bi« 
pyramid     p(lOil),     Fig.     1.     (1010)  A(10ll)«64°. 
Usually  in  subhedral  or  anhedral  crystals,  more  or  less 
prismatic  in  shape;  frequently  quite  irregular  in  form. 

Cleavage. — Perfect  parallel  to  milOlO),  which 
shows  in  thin  section  as  distinct  straight  lines  both 
in  cross  sections  and  longitudinal  ones.  There  are 
also  cracks  approximately  parallel  to  (0001),  and 
still  less  distinct  ones  parallel  to  (llSO).  Fracture 
cracks  not  particularly  noticeable  in  thin  sections. 

Optical  Properties. — Uniaxial  and  negative  (— ).  On  cancrinite 
from  Miask,  0;,.=  1.5244,  €,.=  1.4955,  a>-£= 0.0289  (Osann).  Notable 
for  comparatively  strong  double  refraction,  0.029,  equal  to  that  of 
diopside;  also  low  index  of  refraction,  which  is  less  than  that  of 
Canada  balsam  or  of  orthoclase  feldspar,  to  which  it  is  very  similar* 
It  is  recognized  in  thin  sections  by  its  bright  interference  colors  and 
absence  of  relief.  The  uniaxial  interference  figure  is  clearly  defined,, 
with  the  first  colored  ring  within  the  field  even  in  very  thin  sections, 
which  when  0.02  mm.  thick  give  purple  of  the  first  order. 

Color. — In  thin  section,  colorless.  In  crystal  masses,  various 
colors  in  different  occurrences;  mostly  yellow  in  syenite  from  Litch- 
field, Me.,  from  the  vicinity  of  Langesund  fjord,  Norway,  and  from 
the  Urals.  In  Norway  also  whitish  and  occasionally  blue.  At  Ditr6, 
Transylvania,  flesh-red.  The  yellow  and  red  colors  in  some  occur- 
rences are  derived  from  inclusions  of  iron  oxide.  In  cancrinite  of  Nor- 
way the  color  seems  to  be  of  organic  origin,  disappearing  upon  heating. 

Inclusions. — Cancrinite  is  usually  quite  free  from  inclusions^ 
but  in  some  cases  incloses  nephelite  and  in  others  pyroxene  needles^ 
which  are  frequently  arranged  with  their  long  axis  parallel  to  the 
c  axis  of  the  cancrinite. 

Modes  of  Occurrence. — Cancrinite  occurs  in  alkalic,  syenitic,  rocks 
accompanying  nephelite  or  sodalite.  In  some  instances  it  has  de- 
veloped to  the  exclusion  of  nephelite,  which  it  closely  resembles  in 
chemical  composition.  It  has  not  been  observed  in  lava  forms  of 
these  quartzless  alkalic,  salic,  magmas,  in  which  leucite,  nephelite, 
and  sodalite  commonly  occur.  It  has  not  been  found  in  rocks  with 
primary  quartz. 
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Resemblances. — In  thin  section  in  ordinary  light  cancrinite  re* 
sembles  orthoclase  feldspar  most  closely  on  account  of  its  refraction 
and  cleavage,  but  is  distinguished  from  it  by  its  strong  double  refrac* 
tion.  Between  crossed  nicols  its  high  interference  colors  cause  it 
to  resemble  colorless  pyroxene  or  colorless  amphibole,  but  it  is  readily 
distinguished  from  these  minerals  by  its  low  index  of  refraction  and 
uniaxial  character. 

Laboratory  Production. — Not  yet  accomplished. 

SCAPOLITE   GROUP. 

Meionite   =  Ca4Al6Si6026 = Me. 
Wemerite^MesMai  to  MeiMa2. 
Mizzonite  =  MeiMa2  to  MeiMas. 
Marialite  =  Na4Al3Si9024Cl  =  Ma. 

The  scapolite  group  is  an  isomorphous  series  of  compoimds  that 
may  be  considered  mixtures  of  Ca4Al6Si«026  and  Na4Al3Si9024Cl. 
The  group  is  somewhat  analogous  to  the  lime-soda-feldspar  group, 
having  the  same  elements  and  varying  in  composition  in  a  somewhat 
similar  manner.  With  increase  of  the  sodium  molecule  (Ma)  there 
is  an  increase  of  silica  and  chlorine  and  a  decrease  ia  alumina,  shown 
by  the  following  table: 


Me  Ma 

SiO, 

AljO, 

CaO 

NaaO 

a 

Meionite 

1:0 

40.50 

34.40 

25.10 

— 

—  «100 

rb:l 

46.10 

30.48 

19.10 

3.54 

1 .  01  =  1 00 .  23  deduct  O  for  Q 

Wernerite  ■ 

2:1 

48.03 

29.16 

17.04 

4.76 

1.35=100.34 

(t 

1:1 

51.90 

26.47 

12.90 

7.15 

2.04=100.45 

€t 

Mizzonite   < 

fl:2 
[1:3 

55.85 

23.73 

8.67 

9.62 

2.75=100.62 

li 

57.85 

22.35 

6.53 

10.87 

3.10-100.70 

it 

Marialite 

0:1 

63.90 

18.10 

— 

14.70 

4.20=100.90 

tt 

Meionite  includes  compounds  ranging  from  MeiMao  to  MesMai; 
wernerite  from  MesMai  to  MeiMa2;  mizzonite  from  MeiMao  to 
MciMaa;  and  marialite  from  MciMaa  to  MeoMai.  The  transition 
from  one  part  of  the  series  to  another  is  gradual  both  chemically 
and  in  physical  characters. 

Alteration. — Meionite  is  easily  decomposed  by  hydrochloric  acid, 
while  at  the  other  end  of  the  series  marialite  is  only  slightly  attacked. 
The  scapolites  alter  readily  to  a  variety  of  minerals,  some  of  which 
are  in  the  nature  of  partial  replacements  by  the  introduction  of  other 
elements  than  those  already  present.  Among  the  common  altera- 
tion products  are  muscovite,  sometimes  phlogopite,  besides  kaolinite, 
talc,  zoisite,  epidote,  and  sometimes  chlorite. 

Tetragonal;  bipyramidal  class.  c= 0.4393  (meionite);  0.4384 
(wernerite);     0.4424     (mizzonite);     0.4417     (marialite).    Euhedral 
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cr3rstals  commonly  short  thick  prisms  with  m(llO)  and  a(lOO),  ter- 
minated by  r(lll),  sometimes  c(OOl),  €(101)  and  the  bipyramid  of 
the  third  kind,  ^(311),  Figs.  1  and  2;   also  more  complex  combina- 


m 


a 


m 


Fig.  1.  Fig.  2. 

tions;    anhedral   crystals   in   prismatic    aggregates  and   irregularly 
shaped  grains. 

Cleavage  parallel  to  (100)  rather  perfect;  parallel  to  (110)  some- 
what less  so.  Fracture  conchoidal.  H.  =  5-6.  Specific  gravity = 
2.737  in  meionite  from  Mte.  Somma  to  2.566  in  marialite. 

Optical  Properties. — Optically  negative  (— ).  Refraction  moder- 
ately low,  appears  to  vary  with  the  chemical  composition,  being 
higher  in  the  more  calcic  varieties.  But  the  variableness  in  the 
composition  of  the  scapolite  at  one  locality  and  the  absence  of  suffi- 
cient chemical  anal3rses  of  the  material  studied  optically  cause  some 
confusion  in  the  data.  The  same  is  true  of  the  double  refraction; 
it  varies  from  being  strong  in  meionite  to  comparatively  weak  in 
mizzonite.  The  following  table  has  been  arranged  by  Lacroix;  in 
it  have  been  placed  in  parentheses  other  data  whose  position  in  the 
series  chemically  considered  is  uncertain: 


Me — MeaMai 
(Meionite  and 
wemerite  in  part) 


Me^Mai — ^MesMas 
(Wemerite  and 
missonite) 


MeiMas-— Ma 
(Marialite) 


Hallesta 

Christiansand 

Mte.  Somma 

Bolton,  Mass. 

Malsjd 

(Arendal 

Bolton,  Mass. 

Lake  Baikal 

Laurinkari 

Arendal 

Ersby 

(Arendal 

Arendal 

(Vesuvius 

(Vesuvius 

Pargas 

Pierrepont 

Pyrenees 

(Vesuvius 

Pouzac 


1.594 

1.592 

1.594 

1.588 

1.588 

1.5894 

1.583 

1.581 

1.583 

1.583 

1.570 

1.5697 

1.566 

1.5657 

1.563 

1.567 

1.562 

1.558 

1.5580 

1 . 5545 


1.557 

1.555 

1.558 

1.552 

1.553 

1.5548 

1.552 

1.551 

1.553 

1.554 

1.547 

1.5485 

1.545 

1.5459 

1.545 

1.550 

1.546 

1.543 

1 . 5434 


0.037 

0.037 

0.036 

0.036 

0.035 

0.0346 

0.031 

0.030 

0.030 

0.029 

0.023 

0.0212 

0.021 

0.0189 

0018 

0.017 

0.016 

0.015 

0.0146 

0.0128 


Des  Cloizeaux 


Wulfing) 


Zimanyi) 
Des  Cloizeaux 
Kohlrausch) 
Franco 


I>es  Cloizeaux 

Wulfing) 

Lattermann 


) 
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Optical  anomalies  are  rarely  observed,  but  are  occasionally  shown 
in  the  biaxial  character  of  the  interference  figure  with  small  angle 
between  the  optic  axes. 

Color. — Colorless  to  white,  gray,  bluish,  greenish,  reddish.  In 
thin  section  colorless,  rarely  pale  colors  as  given.  Luster j  vitreous  to 
pearly,  inclining  to  resinous. 

Inclusions. — Not  characteristic;  sometimes  contains  crystals  of 
the  minerals  associated  with  it,  and  fluid  inclusions.  Dark-colored 
varieties  often  contain  numerous  dark-colored  particles  of  indetermin- 
able character. 

Occurrence. — ^The  scapolites  occur  chiefly  in  metamorphosed  rocks, 
especially  in  contact-metamorphosed  limestones,  and  to  some  extent 
in  the  crystalline  schists  They  occur  less  frequently  as  secondary 
minerals  in  igneous  rocks,  but  do  not  appear  to  be  of  pyrogenetic 
origin  in  any  case. 

Owing  to  the  difficulty  in  the  past  of  distinguishing  the  varieties 
of  scapolite  from  one  another  optically,  those  observed  in  rock  sec- 
tions have  generally  been  described  under  the  group  name  of  scapo- 
lite. With  the  optical  variations  indicated  in  Lacroix's  table  of 
double  refraction  it  is  possible  to  identify  them  more  closely.  Be- 
sides the  varieties  already  named  there  are  others  based  on  variations 
of  color  or  crystal  habit.  Dipyre  is  a  variety  of  mizzonite  in  elon- 
gated prisms;  couseranUe  is  identical  with  dipyre.  NtUtalUe,  pas- 
sauite,  glaucolite  are  varieties  of  wemerite. 

Meionite  occurs  in  cavities  in  ejected  blocks  of  metamorphosed 
limestone  at  Mte.  Somma,  Vesuvius,  as  also  mizzonite,  Meionite 
is  found  in  ejected  blocks  of  similarly  altered  limestone  at  Lake 
Laach. 

Wemerite  is  developed  in  limestone  by  contact-metamorphism, 
when  it  is  often  associated  with  pyroxene,  anjphibole,  garnet,  and 
other  minerals,  as  at  numerous  localities  in  New  England,  New  York, 
and  Canada;  sometimes  with  beds  of  magnetite,  as  at  Arendal, 
Norway,  and  at  Malsjo,  Sweden. 

Mizzonite  in  the  form  of  dipyre  or  couseranite  occurs  in  meta- 
morphosed limestone  at  numerous  localities  in  the  Pyrenees  and 
elsewhere.  It  is  sometimes  filled  with  minute  inclusions  of  carbon- 
aceous material,  or  of  muscovite,  rutile,  and  quartz.  MarialUe  has 
been  found  in  pipemo  at  Pianura,  near  Naples. 

As  already  remarked  the  scapolites  found  in  the  crystalline  schists 
and  in  altered  igneous  rocks,  though  varying  in  chemical  composition, 
have  commonly  been  described  simply  as  scapolite.  They  are  probably 
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for  the  moet  part  intermediate  in  composition  between  the  extreme 
varieties. 

Scapolite  is  common  in  pyroxene-  and  epidote-gneisses,  and  in 
amphibolite.  It  occurs  in  altered  gabbros  and  in  chemically  similar 
rocks,  having  been  formed  by  the  alteration  of  the  lime-soda-feldspar. 

Resemblances. — ^The  scapolites  are  somewhat  similar  in  refraction 
to  the  feldspars,  quartz,  cancrinit^,  cordierite,  woUastonite,  prehnite, 
anhydrite,  muscovite,  and  brucite.  They  are  distinguished  from  the 
feldspars  by  higher  double  refraction  in  most  cases  and  by  uniaxial 
character.  They  differ  from  quartz  in  having  higher  double  refraction 
and  in  being  optically  negative;  from  cancrinite  in  having  higher 
refraction  and  tetragonal  cleavage.  They  differ  from  brucite  in 
cleavage  and  in  being  optically  negative.  From  the  other  minerals, 
cordierite,  woUastonite,  prehnite,  anhydrite,  and  muscovite,  they 
differ  chiefly  in  being  imiaxial. 

Laboratory  Production. — Bourgeois  has  obtained  tetragonal  crys- 
tals that  are  optically  negative,  but  whose  chemical  identity  has 
not  been  determined,  by  fusing  labradorite  with  white  marble.  They 
were  accompanied  by  crystals  of  anorthite.  Other  attempts  to 
produce  scapolite  by  processes  of  fusion  have  not  been  successful. 
Fouqu6  and  Michel-L^vy  upon  fusing  scapolite  obtained  upon  crys- 
tallization labradorite  and  augite. 

ZEOLITE  GROUP. 

Minerals  of  this  group  have  chemical  reserpblances  in  that  they 
are  hydrous  silicates  of  aluminium  with  calcium  or  sodium,  or  both, 
rarely  with  potassium,  barium,  strontium.  They  behave  similarly 
before  the  blowpipe,  fusing  with  intumescence.  They  have  low 
refraction,  but  differ  widely  in  double  refraction,  and  crystallize  in 
different  systems.  They  are  in  part  secondary  minerals  formed  by 
hydration  and  alteration  of  alkalic  aluminous  silicates,  chiefly 
feldspars,  leucit^*,  ncphelite,  and  the  sodalites;  and  are,  probably, 
in  some  instances,  primar}',  pyrogenetic,  minerals,  formed  by 
segregation  from  molten  magmas.  Ther  are  commonly  associated 
with  apophyllite  and  pectolite,  datolite,  prehnite,  and  calcite. 
Euhedral  crystals  are  in  most  cases  highly  characteristic  of  the  differ- 
ent minerals  or  subgroups  within  the  zeolite  group.  But  anhedral 
microscopic  crj'stals  are  in  many  instances  difficult  to  identify  owing 
to  the  optical  resemblances  among  certain  zeolites.  Those  that  are  of 
more  frequent  occurrence  in  rocks  are  described.    They  are  arranged 
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accoraing    to    their    chemical    composition    and    crystallographic 
resemblances  as  follows: 


Ptilolite 
Mordenite 

(Ca,K„Na2)Al£i,oO„  +5H,0 
(Ca,Na„K,)Al,Si,oO„+6§H20 

MoQoclioic 

Heulandite 
Brewsterite 

H,CaAl2(SiO,)o+3H20 
H,(Sr,Ba,Ca)Al,(SiO,). +3H,0 

ti 
a 

Epistiibite 

H,CaAl,(SiO,).+3H,0 

a 

Phillipsite 

Harmotome 

StUbite 

(K„Ca)Al,(SiO.),+4iH20 
H,(K2,Ba)Al2(Si03), +5H,0 
(Na„Ca)Al2SieO..+6H,0 

u 
u 

Laumontite 

(H,CaAlaSi,0„+2H,0 

a 

Chabazite 
Gmelinite 

(Ca,Na2)Al,(SiO,),+6HA  pt. 
(Na.,Ca)Al2(SiO,),+6H,0 

Trigonal 

Analcite 

NaAl(SiO,)2+H,0 

Isometric 

Scolecite 
Natrolite 

Ca(A10H)2(SiO,).+2H,0 
NaaAl,Si,Oio+2H20 

Monoclinic 
Orthorhombic 

Thomsoiiite  (Na,,Ca)  Al,(SiO,),  +  2iHaO 

Hydronephelite    HNajAl^CSiO,), + BHjQ 
Ranite  (Na2,Ca)  Al2(Si04)2 + 2H2O 


(( 


Hexagonal 


PTILOLITE.     (Ca,K2,Na2)Al2Siio024+5H20. 

Si02  70.35,  AI2O3  n.90,  CaO  3.87,  K2O  2.83,  Na20  0.77, 
H2O  10.18=99.90.  The  ratio  of  Ca:K2:Na2= 6:2:1  approximately. 
Hardly  acted  on  by  boiling  hydrochloric  acid. 

System  of  crystallization  not  known;  occurs  in  short  hairlike 
crystals,  aggregated  in  delicate  tufts  or  forming  loose  spongy  masses. 

Cleavage  perhaps  basal,  extinction  parallel  to  the  length  of  the 
prism.  Colorless,  white  in  mass.  Luster  vitreous.  Occurs  on 
bluish  chalcedony  in  cavities  in  vesicular  augite-andesite  found  in 
fragments  in  conglomerate  beds  of  Green  Mountain  and  Table 
Mountain,  Jefiferson  Co.,  Colo. 

MORDENITE.     (Ca,Na2,K2)Al2Siio024-f-6§H20. 

Si02  66.40,  AI2O3  11.17,  CaO  1.94,  Na20  2.27,  K2O  3.58,  H2O 
13.31,  (Fe203  0.57,  MgO  0.17)  =  99.41.  Not  perfectly  decomposed 
by  acids. 


HEULANDITE. 
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Honodinic;  a :&:c= 0.40099: 1:0.42792,  ^=88^  29}'.  Euhedral 
crystals  flattened  parallel  to  fc(OlO)  with  c(OOl),  /(450),  «(S01),  «(201), 
Fig.  1,  similar  to  those  of  heulandite.  In  groups 
grown  parallel  to  (010);  also  radially  arranged; 
hemispherical  or  cylindrical  concretions,  with  fibrous 


structure.    Cleavage  parallel  to  (010)  perfect.    Frac-  \t  / 

ture  uneven.    H.  =  3-4.    Sp.  gr.  =  2.15.  ^ 

Axial   plane   and   the    bisectrix   X  normal   to 

(010);    bisectrix    Z    inclined    73°    30'    to    c    axis  yv.  , 

in  the  acute   angle  p.     Axial  angle    large;    opti-  0^ 


Y 


cally   positive    (+),    /5  =  1.465.     Double   refraction  yiq,  1. 

about  0.005,  Larsen. 

Color,  white,  yellowish,  or  pinkish.    In  thin  section  colorless. 

Occurrence.— Mordenite  occurs  m  basalt  near  Morden  and  at 
Peter's  Point,  Nova  Scotia;  also  in  vesicular  basalt  near  Hoodoo 
Mountain,  east  of  the  Yellowstone  Park,  Wyo. 

HEULANDITE.    H4CaAl2(Si03)6+3H20. 

Si02  59.2,  AI2O3  16.8,  CaO  9.2,  H2O  14.8=100.  Strontium 
is  present  in  some  occurrences.  Decomposed  by  hydrochloric  acid 
without  gelatinization. 

MonocUnic;  a :6:c= 0.40347 : 1 :0.42929, /?= 88^  34J'.  Euhedral 
crystals  sometimes  flattened  parallel  to  6(010),  with  ^(201),  8(201) 

promment,  and  c(OOl),  m(llO),  a:(021),  a(lil).  Fig. 
1.  Often  in  groups  of  subparallel  crystals,  produc- 
ing curved  surfaces.  Also  in  globular  forms,  granular. 
Twinning  plane  (100).  Cleavage  parallel  to  (010) 
perfect.  Fracture  subconchoidal  to  uneven.  H.« 
3.5^.   Sp.  gr.  =  2. 18-2.22. 

Optical  Properties.— Optically  positive  (+);  axial 
plane  and  acute  bisectrix  Z  normal  to  (010).  Axial 
plane  and  bisectrix  X  nearly  parallel  to  (001)  in  crys- 
tals  from  some  localities;  in  others  nearly  normal  to 
(001)  in  white  light,  Des  Cloizeaux.  But  other  crystals  show  wide 
variation  in  the  position  of  the  plane  of  the  optic  axes  with  respect  to 
(001),  Rinne  (see  Dana's  System  of  Mineralogy,  p.  574).  Axial 
angle,  27,  varies  from  0^  to  92^,  usually  2£'r=52*',  Des  Cloizeaux. 
Dispersion  p<v  when  the  axial  plane  is  parallel  to  (001);  p^v  when 
nearly  normal  to  (001) ;  crossed  dispersion  very  pronounced,  the 
planes  of  red  and  blue  axes  being  inclined  from  7°  to  12**  to  one 
another.    Refraction  and  double  refraction  low. 


Fig.  1. 
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a=  1.498,    ^=1.499,    ;-=  1.505,     /—a-O.OO?,    L4vy-Lacroix. 

Color,  various  shades  of  white  passing  into  red,  gray,  and  brown* 
In  thin  section  colorless.  Luster  on  (010)  pearly,  on  other  faces 
vitreous. 

Occurrence. — ^Heulandite  occurs  especially  in  basaltic  rocks  with 
other  zeolites  in  many  localities.  It  is  found  in  gneiss  with  stilbite 
and  chabazite  at  Hadlyme,  Conn.,  and  Chester,  Mass. 


BREWSTERITE.    H4(Sr,Ba,Ca)Al2(Si03)6+3H20. 

Si02  54.42,  AI2O3  15.25,  SrO  8.99,  BaO  6.80,  CaO  1.19,  HgO 
13.22  =  99.87.  This  corresponds  to  the  ratio  Sr:Ba:Ca=4:2:l. 
Decomposed  by  acids  without  gelatinization. 

Monoclinic \  a:h\c-=- 0.40486 : 1 : 0.42042,  ^ = 86^  20'.  Crystals  pris- 
matic, flattened  parallel  to  6(010)  with  a(lOO),  m(llO),  c(001),e(016). 
Fig.  1. 


Ml 


m 


Fig.  1. 


Fig.  2. 


Cleavage  parallel  to  (010)  perfect;  parallel  to  (100)  in  traces. 
Fracture  uneven.    H.  =  5.    Sp.  gr.==2.45. 

Optical  Properties, — Optically  positive  (+);  axial  plane  and 
bisectrix  Z  normal  to  (010);  bisectrix  Xt  inclined  22®  to  c  axis 
in  the  obtuse  angle  /?.  Axial  angle  2Er^%A^f  2^^=93°,  in  another 
case  2Bwh=  102^-103*^,  Des  Cloizeaux.  2F=65®,  L^vy-Lacroix.  Fig. 
2.  Dispersion  weak,  pyv.  Crossed  dispersJon,  planes  for  red  and 
blue  inclined  1*^  to  2°.    Refraction  and  double  refraction  low. 

n=1.45,     ;'— a  =  0.012,  L^vy-Lacroix. 

Color f  white,  inclining  to  yellow  and  gray.  In  thin  section  color- 
less.   Luster  vitreous;  on  (010)  pearly. 

Occurrence. — Brewsterite  is  found  at  Strontian  in  Argyleshire 
with  calcite  in  gneiss;  also  at  the  Giant's  Causeway  in  cavities  in 
basalt;  in  a  calcareous  schist  near  Bareges  in  the  Pyrenees,  and 
elsewhere. 


EPISTILBITE. 
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EPISTILBITE. 
H4CaAl2(Si03)6 + 3H2O. 

Composition  like  that  of  heulandite;  Si02  59.2,  AI2O3  16.8,  CaO  9.2, 
H2O  14.8=  100.  A  little  sodium  replaces  part  of  the  calcium.  Solu- 
ble with  difficulty  or  imperfectly  in  concentrated  hydrochloric  acid 
without  gelatinizing. 

Monoclinic;  a :6:c =0.50430: 1:0.58006,  ^=54®  53'.  Euhedral 
crystals  prismatic,  uniformly  twinned.  Forms,  m(llO),  6(010), 
c(OOl),  w(Oll),  and  others,  Fig.  1.  Anhedral  or  subhedral  crystals 
in  radiated  spherical  aggregates;  also  granular. 


Fio.  1.  Fio.  -. 

Tvnnning  parallel  to  (100)  common;  also  parallel  to  (110),  some- 
times cruciform  penetration  twins. 

Cleavage  parallel  to  (010)  perfect.  Fracture  uneven.  H.= 4-4.5; 
on  (010),  3.5.    Sp.  gr.=2.25. 

Optical  Properties, — Optically  negative  (— );  axial  plane  parallel 
to  (010);  obtuse  bisectrix  Z  is  inclined  8 J®  to  9J°  to  the  c  axis  in 
the  obtuse  angle  /?,  Fig.  2.     Axial  angle  large,  dispersion  distinct,  p<  v. 

2£:r=73°30'    2Sy=  75*^35'    2£g,=76^40'    Tenne 
=69^12'  «70^45'  =71^55'    Klein 

Refraction  and  double  refraction  low. 

Iceland,  /?=1.51,  ;•— a  =  0.010,  L^vy-Lacroix. 

Color,  colorless  to  white,  flesh-colored,  reddish;  in  thin  section 
colorless. 

Occurrence. — ^Epistilbite  is  found  with  scolecite  at  the  Bern  fjord, 
Iceland;    on  Skye;   at  Bergen  Hill,  N.  J.,  and  elsewhere. 
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PHILLIPSITK 
(K3,Ca)Al2(Si03)4  +  4iHA  in  part. 

Si02  48.8,  AI2O3  20.7,  CaO  7.6,  KaO  6.4,  HjO  16.5=  100.  Sodium 
is  sometimes  present  and  a  little  barium.  Gelatinizes  with  hydro- 
chloric acid. 

Monodinic ;  a:b:c= 0.70949 : 1 : 1 .2563,  ^ = 55°  37'.  Crystals 
uniformly  penetration  twins,  often  resembling  orthorhombic  forms, 
Fig.  1,  or  tetragonal  forms.  Crystals  separate  or  clustered,  in  radiat- 
ing spherulites.  Cleavage  parallel  to  (001)  and  (010)  rather  distinct. 
Fracture  uneven.    H.  =  4— 4.5.     Sp.  gr.  =  2.2. 


Optical  Properties, — Optically  positive  (  +  );  axial  plane  and 
obtuse  bisectrix  X  normal  to  (010);  acute  bisectrix  Z  is  inclined  15° 
to  20°,  or  30°,  to  the  prismatic  crystal  axis  a  in  the  obtuse  angle  ^, 
Fig,  2.    Axial  angle  large;  dispersion  slight,  p<v. 

Richmond,  2H,=  8i°  81',  2Hy=84°  54^',  Des  Cloizeaux. 

Refraction  low,  double  refraction  very  low.  fi=  1.51-1.57,  Des 
Cloizeaux,  ;•— a  =  0.003,  Lacroix. 

ColoT,  white,  sometimes  reddish.     In  thin  section  colorless. 

Occurrence. — Phillipstte  occurs  in  basalt  at  the  Giant's  Causeway, 
Ireland;  in  leueitophyre  at  Capo  di  Bove,  near  Rome;  at  Aci  Castello 
and  elsewhere  in  Sicily;  at  various  localities  in  Europe.  It  has 
been  brought  up  from  the  bottom  of  the  Pacific  Ocean  south  of  the 
Hawaiian  Islands  by  the  "Challenger,"  probably  connected  with 
the  lavas  of  those  blanda. 


HARMOTOME— STILBITE. 
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HARMOTOME. 

H2(K2,Ba)Al2(Si03)5+4H20,  in  part. 

Si02  47.1,  AI2O3  16.0,  BaO  20.6,  KgO  2.1,  H2O  14.1  =  100.    De- 
composed by  hydrochloric  acid  without  gelatinization. 

Monoclinic;  in  crystals  very  similar  to  those  of  phillipsite  in 
habit  and  angles;  compound  twins.  It  is 
also  similar  in  optical  properties.  The 
axial  plane  and  the  acute  bisectrix  Z  are 
perpendicular  to  (010),  and  the  plane  of 
the  optic  axes  is  inclined  somewhat  more 
to  the  a  axis;  and  the  obtuse  bisectrix 
XAa=60^  approximately,  in  the  obtuse 
angle  ^,  Fig.  1. 

a=  1.503,  ;-=  1.508, 7— a  =  0.005,  L^vy-Lacr.  ap^ 

It  occurs  at  Strontian,  Scotland;  with  an- 
alcite  in  Diunbartonshire;  in  quartz-syenite 
at  Tonsenos  near  Chris  tiania;  in  gneiss  in 
New  York  City,  and  elsewhere. 


Fro.  1. 


STILBITE. 
H4(Na2,Ca)Al2(Si03)6+4H20,  in  part. 

Si02  57.4,  AI2O3  16.3,  CaO  7.7,  NagO  1.4,  H2O  17.2=100,  in  this 
case  Ca  :  Na=6  :  1.  Decomposed  by  hydrochloric  acid  without 
gelatinization. 

Monoclinic;  a  :  5  :  c=0.76227  :  1  :  1. 19401,/?= 50° 49j'.  Crystals 
uniformly  cruciform  penetration  twins  with  twinning  plane  (001) 
as  in  phillipsite,  producing  pseudo-orthorhombic  forms.  Fig.  1.  Usu- 
ally in  thin  crystals  tabular  parallel  to  (010).  These  are  often  grouped 
in  nearly  parallel  position,  forming  sheaf-like  aggregates.  Fig.  2. 
Also  divergent  or  radiated,  sometimes  spherulitic;  and  in  thin 
lamellar  prisms. 

Cleavage  parallel  to  (010)  perfect.  Fracture  uneven,  H.  =  3.5-4. 
Sp.  gr.  =  2.094-2.205. 

Optical  Properties. — Optically  negative  (— );  axial  plane  parallel 
to  (010);  acute  bisectrix  X  inclined  about  8®  to  the  a  axis  in  the 
obtuse  angle  fi,  but  varies  from  0°  to  10°;  bisectrix  Z  is  inclined  31°  10' 
to  the  c  axis  in  the  obtuse  angle  fi;  2^=52°  to  53°  (blue  glass),  von 
Lasaulx;    2F=33°,  L6vy-Lacroix,  Fig.  3.    Refraction   and  double 


276 


ZEOLITE  GROUP. 

?-=  1.500,   7--a  =  0.006,  lAvy- 


refraction  low.    a  =  1.494,  ^=1.' 
Lacroix. 

Color,  white,  occasionally  yellow,  brown,  or  red.     In  thin  section 
colorless.     Luster  vitreous;   on  (010)  pearly. 

Occurrence. — Stilbite  is  common  in  cavities  in  basaltic  rocks,  aa 
on  the  Isle  of  Skye;  Arran;   in  Dumbartonshire,  and  other  localities 


Fra.  1.  Fio.  2. 

in  Scotland;  at  the  Giant's  Causeway  and  in  the  Moume  Mts.,  Ireland; 
in  the  Deccan  traps  of  India;  at  Bergen  Hill,  N.  J.;  in  the  Lake 
Superior  region;  and  in  many  other  similar  regions  of  basalt.  It 
also  occurs,  sometimes  in  veins,  in  granite,  gabbro,  gneiss,  and  other 
rocks.  It  is  found  in  veins  in  gabbro  at  Radauthal  in  the  Harz; 
in  granite  at  Striegau,  Silesia;  in  granite  near  Falun,  Sweden;  in 
gneiss  and  schist  in  various  localities  in  the  Alps;  and  in  numerous 
other  localities. 

LAUMONTITE. 

H4CaAl3Si«Ou+2H20. 

Si02  51.1,  AI2O3  21.7,  CaO  11.9,  HsO  15,3=100.  Gelatinizes  with 
hydrochloric  acid. 

MoncKJinic;  a:b:c=l. 1451:1:0.5906,  ;?=68° 461'.  Common  form 
of  crystal  is  the  prism  (110)  with  an  oblique  termination  by  (301); 
also  in  anhedral  prisms  and  radiating  aggregates.  Twinning  plane 
(100). 

Cleavage  parallel  to  (010)  and  (110)  very  perfect;  the  prism 
angle  (110)  (110)  is  93°  44';  parallel  to  (100)  imperfect.  Fracture 
uneven.     H.  =  3.5-4.     Sp.  gr.  =  2.25-2.36. 


CHABAZITE. 
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Optical  Properties. — Optically  negative  (— );  axial  plane  parallel 
to  (010) ;  bisectrix  Z  is  inclined  20®  to  25®  to  the  c  axis  in  the  acute 
angle  ^.  (45®  Lacroix),  Fig.  1.  Angle 
between  the  optic  axes  medium ,  dis- 
persion strong,  p<v\  2E  =52®  24',  2£bi== 
56®  15',  Des  Cloizeaux.  Refraction  low, 
double  refraction  stronger  than  in  quartz. 
a=  1.513,  ^=1.524,  7-=  1.525,  /--a^ 0.012, 
L6vy-Lacroix. 

Color,  white,  passing  into  yellow  or  gray, 
sometimes  red.  In  thin  section  colorless. 
Luster  vitreous,  inclining  to  pearly  upon 
the  cleavage  faces. 

Occurrence.  —  Laumontite    occurs    in 
cavities  in  basaltic  rocks  and  in  other  igneous  rocks,  also  in  veins 
in  schists  and  other  kinds  of  rocks. 


Fio.  1. 


CHABAZITE. 

(Ca,Na2)Al2(Si03)4+6H20,  in  part. 

Composition  variable,  but  mostly  as  given  in  the  formula.  If  lime 
is  present  without  soda  the  proportions  are  Si02  47.4,  AI2O3  20.2, 
CaO  11.1,  H2O  21.3=100.  Soda  may  be  present  in  amounts  up  to 
more  than  6  per  cent.  Decomposed  by  hydrochloric  acid  with  the 
separation  of  slimy  silica. 

Trigonal ;  scalenohedral  class.  c=1.0860,  rAr'=85®  14'.  Euhedral 
er3rstals  commonly  simple  rhombohedrons,  r(lOll)  resembling  a 
cube,  sometimes  with  c(0ll2),   s(025l),  Figs.   1  and  2,  and  more 


Fig.  1. 


Fio.  2. 


complex  forms.    Also  anhedral. 

TiDinning  axis  c,  penetration  twins  common  (Fig.  2),  rarely  with 
r(lOll)  twinning  and  composition  plane. 
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Cleavage  parallel  to  (lOll)  rather  distinct.  Fracture  uneven. 
H.  =  4-5.    Sp.  gr.  =  2.08-2. 16. 

Optical  Properties. — Optically  negative  (  — );  also  positive  (+) 
apparently  when  containing  more  water.  Refraction  low  and  double 
refraction  very  low. 

n=1.5,  6>--€  =  0.0028;  n=1.46,  w~  £=0.002  herschelite,  I^vy- 
Lacroix.  Optically  anomalous  in  places,  biaxial  with  small  angle 
between  the  optic  axes,  crystals  divided  into  sectors  having  different 
orientations. 

Color,  white,  flesh-red;  in  thin  section  colorless.    Luster  vitreous. 

Occurrence. — Chabazite  occurs  mostly  in  basaltic  rocks,  occasion- 
ally in  other  igneous  rocks  and  in  gneisses  and  schists. 


GMELINITE. 
(Na2,Ca)Al2(Si03)4+6H20,  in  part. 

Composition  like  that  of  chabazite  with  more  sodium. 

Trigonal ;  scalenohedral  class,  c  =  0.7345.  Euhedral  crystals  with 
hexagonal  aspect  owing  to  the  combination  of  the  hexagonal  prism 
w{10l0)  with  the  plus  and  minus  rhombohedrons  r(lOll),  and 
/>(0lll)  with  c(OOOl),  Figs.  1  and  2;  also  more  complex  forms  and 
penetration  twins. 


Fig.  1.  Fig.  2. 

Tmnning  axis  c,  in  penetration  twins  as  in  chabazite;  also  parallel 
to  (3032),  which  corresponds  in  position  to  the  unit  rhombohedron 
in  chabazite. 

Cleavage  parallel  to  (lOlO)  easy;  parallel  to  (0001)  sometimes 
distinct.    Fracture  uneven.    H.  =  4.5.    Sp.  gr.  =  2.04r-2.17. 

Optical  Properties. — Optically  positive  (+);  also  negative  (— ) 
in  some  occurrences.  Sometimes  anomalously  biaxial  in  irregular 
areas  in  crossHsection.     Refraction  and  double  refraction  low. 
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NovaScotia,  a;,«1.4760  «,-1.4674  6Ay-fy-0.0086  Pirsson 

-1.4646  -1.4637                    -0.0009 

«1.477e  -1.4765                    -0.0015       " 

Montecchio  Maggiore  - 1 .  48031  « 1 .  47852                  «  0 .  00179  Negri 

Color,  colorless,  yellowish,  greenish,  reddish  white,  flesh-red.  In 
thin  section  colorless.    Luster  vitreous. 

Occurrence. — Gmelinite  occurs  in  basaltic  and  other  igneous  rocks 
and  in  schists,  in  the  same  manner  as  chabazite. 

ANALCITE. 
NaAl(Si03)2+H20. 

Hydrous  metasilicate  of  sodium  and  aluminium,  Na20 .  AI2O3  •  4Si02  • 
-f-2H20  =  Si02  54.5,  AI2O3  23.2,  NagO  14.1,  H2O  8.2=  100.  Gelatinizes 
with  hydrochloric  acid.  Alters  to  hydrous  silicate  of  aluminium, 
kaolinite,  etc. 

Crystal  Form. — Isometric  system.  Euhedral  crystals  commonly 
icositetrahedrons  n(211).  Fig.  1,  rarely  in  modified  cubes,  also  in 
anhedral  crystals  and  aggregates,  filling  cav- 
ities, and  as  pseudomorphs  after  leucite, 
sodalite,  and  nephelite. 

Cleavage  cubic,  in  traces.  Fracture  sub- 
concholdal.     H.  =  5-5.5.    Sp.  gr.= 2.22-2.29. 

Optical  Properties. — Isotropic  for  the  most 
part  in  thin  section,  n=  1.487,  sometimes 
exhibiting  weak  double  refraction,  which  is 
much    more   noticeable  in  freely  crystallized  ^'^-  ^• 

analcites.  This  double  refraction  is  similar  to  that  in  some 
garnets,  and  appears  to  be  the  result  of  molecular  strain  due  to 
loss  of  water. 

Color,  colorless,  white;   occasionally  with  grayish,  greenish,  yel- 
lowish, or  reddish  tint.    In  thin  section  colorless.     Luster  vitreous. 

Modes  of  Occurrence. — Analcite  is  commonly  a  secondary  mineral 
like  other  zeolites,  occurring  in  igneous  rocks  in  cavities,  also  replacing 
other  minerals,  chiefly  nephelite,  leucite,  and  the  sodalites,  and  there- 
fore found  frequently  in  coarsely  crystallized  rocks  and  lavas  con- 
taining these  minerals.  But  it  also  occurs  in  ordinary  basaltic  rocks 
as  at  Bergen  Hill,  N.  J.;  in  the  Lake  Superior  region;  at  Table  Mt. 
near  Golden,  Colo.;  on  the  Cyclopean  Islands,  near  Catania,  Sicily, 
and  elsewhere. 
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Analcite  is  considered  to  be  a  primary  pyrogenetic  mineral  in 
certain  analcite-basalts  in  the  Highwood  Mountains  and  Little  Belt 
Mountains,  Mont.;^  from  near  Cripple  Creek,  Colo.  ,2  and  Sydney, 
New  South  Wales; 3  in  analcite-tinguaite  at  Pickard's  Point,  Man- 
chester, Mass.,^  and  elsewhere.  It  is  also  thought  to  be  primary  in 
Mouchiquite  from  Mount  Girnar,  Junagarh,  India,*  and  of  Ampasin- 
dava,  Madagascar.® 

Evdnophite  from  the  island  of  L&ven,  Langesund  fjord,  is  a  cloudy 
variety  of  analcite  with  pronounced  double  refraction  in  intersecting 
laminse. 

Resemblances. — Analcite  is  most  like  the  colorless  sodalites,  also 
leucite,  opal,  and  colorless  rock  glass.  From  the  glasses  of  the  rock 
in  which  it  commonly  occurs  analcite  is  distinguished  by  noticeably 
lower  refraction.  From  sodalite  it  differs  by  the  character  of  the 
cleavage  when  present,  and  by  chemical  tests.  From  opal  and 
leucite  it  is  distinguished  by  its  cleavage  when  present,  by  the  more 
characteristic  double  refraction  frequent  in  leucite,  and  by  its  solu- 
bility in  acid  and  by  other  chemical  tests. 

Laboratory  Production. — Analcite  has  been  obtained  by  de  Schul- 
ten  in  icositetrahedrons,  showing  double  refraction,  by  heating  sodium 
silicate  or  caustic  soda  with  an  aluminous  glass  to  180^-190°  in  a 
closed  tube;  also  by  heating  in  a  similar  manner  sodium  silicate  and 
aluminate  in  the  proper  proportions  with  lime-water. 

SCOLECITE. 
CaAlgSisOio+SHgO. 

Si02  45.9,  AI2O3  26.0,  CaO  14.3,  H2O  13.8=  100.  Gelatinizes  with 
acids  like  natrolite. 

Monoclinic ;  a:h:c  =  0.97636 : 1 : 0.34338,  /? = 89°  18'.  In  slender 
prisms  parallel  to  c  axis,  with  (110)  A(ll0)  =  88°  37J',  and  (010). 
Often  in  divergent  groups,  also  fibrous  and  radiating. 

Twinning  plane  and  composition  plane  (100). 

K  Pirsson,  L.  V.     U.  S.  Geol.  Survey,  Bull.  237,  1905,  pp.  149-158. 
» Cross,  W.    Jour.  Geol.,  vol.  5,  1897,  p.  684. 

*  Card  and  Mingaye.  Records  Geol.  Surv.,  New  South  Wales,  1902^  vol.  7, 
pt.  2,  p.  93. 

*  Washington,  H.  S.    Am.  Jour.  Sci.,  4th  Series,  vol.  6,  1898,  p.  182. 

*  Evans,  J.  W.    Quart.  Jour.  Geol.  Soc.,  vol.  67,  1901,  pp.  38-54. 
•Lacroix,  A.    Nouv.  Arch,  du   Museum,   Paris,  4th  Series,  vol.  1,  1902, 

p.  197. 


NATROUTK. 
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=  5-^.5. 


Cleavage  prismatic  parallel  to  (110)  nearly  perfect. 
Sp.  gr.-2.16-2.4. 

Optical  Properties. — Optically  negative   {— );    axial  plane  and 
the  obtuse  bisectrix  Z  normal  to  (010);  acute  bisec-       ^     „ 
trix  X  inclined  about   17°  to  c  axia  in  the  obtuse 
angle  ,5,  Fig,  1,    Angle  between  the  optic  axes  medium. 
2By=  55°  44'.  Iceland  2yr=35''  22',  2F,=36°26',  2V^ 
•=37"  14',  Schmidt. 

Refraction  and  double  refraction  low.  ! 

;3=1.502,  Dea  Cloizeaux;  also  ^y=1.4952,  Schmidt; 
)—a  =0.0083,  Lftcroix. 

Cohn-,  white,    in   thin   section   colorless.     Luster 
vitreous,  or  silky  when  fibrous. 

Occurrence. — Scolecite  occurs  in  basalt  in  lai^e 
cryatab  in  the  Bern  fjord,  Iceland;  at  Staffa;  Isle  of  Mull;  Skye;  in 
the  Deecan  traps  of  India;  in  the  basalt  of  Table  Mt.  near  Golden, 
Colo.;  and  in  similar  rocks  elsewhere.  It  occurs  in  the  crystalline 
schists  of  the  Alps. 

NATROLITE. 
Na2Al2Si30io+2HiiO. 
Or   Na30-Al203-3Si02+H20=SiOa   47.4,  AI2O3   26.8,   NajO    16.3, 
HaO  9.5=  100.     Gelatinizes  with  acids. 

Ortliorliombic;  a:b:c=0.97852: 1:0.35362,  (110)  A(ll0)  =  S8°45i'. 
Also  in  part  monociinic,  a:?>:c=  1.0165:1:0.35991,  ^=89°  54|'. 
Eubedral  crystals  prismatic  with  m(llO)  and  o{lll).  Fig.  1,  or  with 


Fro.  1. 


Fig,  1.  Fm.  2.  Fig.  3. 

&(010)  and  X(ll-lO-ll),  Fig.  2,  and  other  faces.  The  prismatic 
angle  is  nearly  90°,  giving  the  crystals  a  tetragonal  appearance. 
Crystals  commonly  very  slender  acicular  prisms  with  faces  striated 
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parallel  to  the  c  axis.  Frequently  interlacing;  divergent;  or  stellate. 
Also  iibrous;  massive,  or  granular.  Commonly  the  prisms  are  elon- 
gated in  the  direction  of  the  c  axis,  but  in  one  instance,  from 
''Brevik/'  parallel  to  the  b  axis. 

Tmnning  plane  (301),  in  cruciform  twins  crossing  at  nearly  90^ 
rare. 

Cleavage  parallel  to  (110)  perfect;  parallel  to  (010)  imperfect, 
perhaps  only  a  plane  of  parting.  Fracture  uneven.  H.»=  5-5.5. 
Sp.gr.«  2.20-2.25. 

Optical.  Properties. — Optically  positive  (+);  plane  of  the  optic 
axes  parallel  to  (010) ;  acute  bisectrix  Z  normal  to  (001) ;  X  ||  a,  F  ||  b, 
Z\\c.    Fig.  3.    Angle  between  the  optic  axes  laige;  dispersion,  ^<t;. 

Stocko         2Fr=61**56',      2Fy=62^  15',     27gr=62**34'    Brogger 
Lille  Aro      2Fr=62<>  16i',    2yy=62<>  29J',   27gr=62<>  39i' Lorenzen 

Indices  of  refraction  very  low,  double  refraction  low,  somewhat 
higher  than  that  of  quartz. 

^ergne  ay  =  1.4777  fi^  - 1.481 
ck6      a,  =  1.47287  ;?,  - 1.47 

ay  =1.47543  fiy  =1.47 

a^=  1.47801  /9gr=1.48 
e  Ar6  a,  =1.47577  — 

a,  =  1.47783  — 

ap=  1.48030  — 

Some  natrolite  appears  to  have  monoclinic  symmetry;  that  from 
Aussig  and  Salesl  shows  a  direction  of  extinction  inclined  5®  to  7** 
to  the  prismatic  edge.    That  from  Lille  Aro  is  apparently  monoclinic. 

Color,  white  or  colorless,  to  grayish,  yellowish,  reddish  to  red. 
In  thin  section  colorless.  Luster  vitreous,  inclining  to  pearly  in 
fibrous  varieties. 

Occurrence. — Natrolite  occurs  as  a  secondary  mineral  in  cavities 
in  basalts  in  numerous  localities  and  in  other  vesicular  lavas,  as  in 
phonolite  at  Aussig  and  Teplitz  in  Bohemia.  It  occurs  in  the  basalts 
in  Nova  Scotia,  and  at  Bergen  Hill,  N.  J.  It  is  also  found  as  an 
alteration  product  in  nephelite-syenite  of  the  Langesund  fjord  region, 
Norway;  at  Magnet  Cove,  Ark.,  and  elsewhere  as  alteration  products 
of  nephelite,  the  sodalite  minerals,  and  of  lime-soda-feldspars. 

Resemblances. — Natrolite  resembles  in  its  low  refraction  a  number 
of  other  prismatic  zeolites :  stilbite,  epistilbite,  scolecite,  harmotome, 
laumontite;  and  in  double  refraction  it  is  like  epistilbite  and  laumontite. 
It  differs  from  all  of  those  named  in  being  orthorhombic  with  parallel 
extinction  in  most  cases.    Monoclinic  natrolite  has  lower  maximum 
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extinction  angle.  Natrolite  has  higher  double  refraction  than  stilbite, 
scolecite,  and  harmotome.  It  is  like  epistilbite  and  laumontite  in 
having  Z  parallel  or  nearly  parallel  to  the  prismatic  axis,  but  differs 
from  both  in  being  optically  positive,  Z  being  the  acute  bisectrix. 

Laboratory  Productioii. — Natrolite  has  been  obtained  by  Doelter 
by  recrystallizing  the  powdered  mineral  in  water  containing  carbon 
dioxide  in  a  closed  tube  at  160^;  also  by  digesting  nephelite  in  a 
closed  tube  at  200^  with  alkaline  carbonates  and  carbonated  water. 
Analcite  was  obtained  in  distinct  crystals  together  with  prismatic 
crystals  which  were  considered  natrolite. 

THOMSONITE. 
(Ca,Na2)2Al4(Si04)  4 + SHgO. 

Or  (Ca,Na2)0-2Al203-4Si02+5H20.  The  ratio  of  Ca:Na2  varies 
from  3:1  to  1:1.  In  some  analyses  the  silica  is  higher  than  that 
required  by  the  formula  as  given. 


SiO, 

A1,0, 

QiO 

NasO 

H,0 

Ca:Na,-3:l 

37.0 

31.4 

12.9 

4.8 

13.9  -   100 

Ga:Na,-2:l 

36.9 

31.4 

11.5 

6.4 

13.8  -   100 

Ca:Na,-l:l 

36.8 

31.3 

8.6 

9.5 

13.8  -   100 

Gelatinizes  with  hydrochloric  acid. 

Orthorhombic ;  a :6:c= 0.99324: 1:1. 00662.  Euhedral  crystals 
rare;  habit  prismatic  with  a(lOO),  m(llO),  6(010),  c(OOl),  rf(401), 
e(801),  2/(012),  Fig.  1.  Prismatic  faces  strongly  striated  parallel 
to  c  axis.  Commonly  in  anhedral  prisms,  often  radiating,  in  spherical 
radial  concretions,  also  closely  compact. 

Cleavage  perfect  parallel  to  (010);    less  so  parallel  to  (100); 


m 


r^ 


m 


m 


Fig.  1. 

traces    parallel    to    ((X)l). 
H.«  5-5.5.  Sp.gr.  =  2.3-2.4. 


Fig.  2. 
Fracture    uneven    to    subconchoidaL 
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Optical  Properties. — Optically  positive  (+);  axial  plane  parallel 
to  (001) ;  acute  bisectrix  Z  normal  to  (010) ;  X  ||  a,  7 1|  c,  Z  ||  6.  Angle 
between  the  optic  axes  large;  dispersion  strong,  />>v,  Fig.  2. 

Kaaden        2£r=»85°45'  2E„-88°86'  2Fr-63*»50'  Des  Cloizeaux 

Mte.Somma       «86°  -SQ**  53'  " 

Faasathal  -93°2y  -96*53'  " 

Dumbarton         -  82^-82°  18'  -  84*  1 1'-84*  42^  " 

Bishopton      2£»85*approx.  Lacroix 

Refraction  lower  than  that  of  orthoclase,  double  refraction  strong. 
Kaaden  a  =  1.497,  ^=1.503,  7-=  1.525,  7— a  =  0.028,  Des  Cloizeaux. 
Thomsonite  is  the  most  strongly  double-refracting  zeolite. 

Color ^  snow-white,  reddish,  green,  impure  varieties  brown.  In  thin 
sections  colorless.    Luster  vitreous,  more  or  less  pearly. 

Occurrence. — ^Thomsonite  occurs  in  cavities  in  lavas  and  other 
igneous  rocks  as  a  secondary  mineral  resulting  from  the  alteration 
of  the  feldspathic  constituents  and  of  nephelite.  It  also  occurs  as 
similar  alteration  products  from  lime-soda-feldspars  in  the  crystalline 
schists.  It  is  found  especially  near  Kilpatrick  and  at  Kilmalcolm 
and  Port  Glasgow,  Scotland;  on  Mte.  Somma;  on  L&ven,  Ar6,  etc., 
Langesund  fjord;  and  elsewhere  in  Europe.  It  occurs  with  other 
zeolites  at  Peter's  Point,  Nova  Scotia;  at  Magnet  Cove,  Ark.;  in 
the  Lake  Superior  Region;    and  at  Table  Mountain  near  Golden, 

Colo. 

Resemblances. — Thomsonite  is  like  cancrinite  in  refraction  and 
double  refraction  but  differs  from  it  in  being  biaxial.  It  difiPers  from 
all  other  minerals  having  equally  low  refraction  by  having  stronger 
double  refraction. 

HYDRO  NEPHELITE. 

HNa2Al3Si30i2+3H20. 

Or  2Na20-3Al203-6Si02-7H20=Si02  39.3,  AI2O3  33.4,  Na20  13.5, 
H2O  13.8=100.  When  Ca  replaces  part  of  the  sodium  the  mineral 
has  been  called  raniie  (with  about  5  per  cent.  CaO).  Soluble  in 
hydrochloric  acid  with  gelatinization. 

Hexagonal  (?) ;  massive  with  radiated  fibrous  or  scaly  structure. 
Prismatic  cleavage  indistinct  in  three  directions  in  basal  plates. 
H.«  4.5-6.    Sp.  gr.- 2.263. 

Optical  Properties. — Optically  uniaxial  and  positive  (+).  Re- 
fraction and  double  refraction  about  the  same  as  in  natrolite,  that  is, 

-^ —  =1.49.     fi—a;= 0.012,  approx.  Rosenbusch. 
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Color,  white,  also  dark  gray  to  grayish  black.  In  thin  section 
colorless,  sometimes  clouded  by  dark-colored  dust-like  particles. 
Luster  vitreous. 

Occurrence. — Hydronephelite  was  first  described  as  an  alteration 
product  from  nephelite,  associated  with  sodalite^  in  the  nephelite* 
syenite  at  Litchfield,  Me.  Longitudinal  sections  show  a  prismatic 
cleavage  which  in  cross  sections  appear  to  lie  in  three  directions, 
indicating  that  the  crystals  are  trigonal  or  hexagonal.  (Diller.) 
It  is  common  as  an  alteration  product  of  nephelite  in  other  nephelite-^ 
syenites,  and  is  often  accompanied  by  thomsonite,aegirite,and  diaspore. 

Ranite  occurs  as  an  alteration  product  of  nephelite  in  nephelite- 
syenite  on  Laven,  Langesund  fjord. 

Summary  of  Optical  Characteristics. 

The  zeolites  are  all  characterised  by  low  refraction,  the  maximum 
being  lower  than  that  of  Canada  balsam,  except  for  one  determina- 
tion on  phillipsite  (1.57).  Most  of  them  are  lower  than  orthoclase. 
With  one  exception,  thomsonite,  all  exhibit  low  double  refraction, 
ranging  from  0.002-0.012. 

Owing  to  the  wide  range  of  crystal  symmetry  assumed  by  these 
minerals  no  further  general  statements  as  to  optical  characters  can 
be  made. 

Analcite,  which  crystallizes  in  the  isometric  system,  is  distinguished 
from  other  zeolites  by  it^  isotropic  character. 

ChabazUe  and  gmelinite  are  alike  in  Ijeing  optically  uniaxial  with 
variable  optical  character  (i)  and  very  low  double  refraction.  But 
they  differ  from  one  another  in  cleavage  and  in  chemical  composition. 

Hydronephdiie,  also  uniaxial  and  optically  positive,  has  stronger 
double  refraction;    £  —  ct>= 0.012. 

Natroliie  and  thomsonite  occur  in  prisms  or  fibers  with  parallel 
extinction,  but  in  natrolite  the  prism  axis  is  parallel  to  Z  and  the 
double  refraction  is  very  low,  0.002,  while  in  thomsonite  the  prism 
axis  is  Y  and  the  double  refraction  is  strong,  0.028. 

Of  the  monoclinic  zeolites  those  that  are  prismatic  in  habit  exhibit 
inclined  extinction  to  various  extents.  In  stilbite  and  scolecUe  the 
prism  axis  is  the  direction  of  vibration  of  the  fastest  ray,  X;  in 
phillipsite  and  laumontite  it  is  the  direction  of  vibration  of  the 
slowest  ray,  Z.  In  harmotome  and  mordeniie  it  corresponds  to  Y  and 
is  therefore  faster  or  slower  than  the  ray  vibrating  at  right  angles 
to  it  according  to  the  position  of  the  prism  with  respect  to  the  direction 
of  the  transmitted  light.    Of  these  minerals,  sttlbiie  has  the  lowest 
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extinction  angle,  8®  approximately;  the  others  are  nearly  alike,  from 
15^  to  20°. 

Stilbite  and  scolecUe  agree  in  having  the  prism  axis  the  direc- 
tion of  vibration  of  the  fastest  ray.  They  also  agree  in  refraction 
and  double  refraction,  but  differ  in  the  maximum  extinction,  8? 
in  stilbite,  17^-22®  in  scolecite.    Stilbite  is  sometimes  lamellar. 

PhiUipsite  and  laumorUUe  are  alike  in  having  the  prism  axis 
nearest  Z,  the  direction  of  vibration  of  the  slowest  ray,  with  nearly 
the  same  maximum  angle  of  extinction,  and  similar  refraction, 
but  phillipsite  has  very  low  double  refraction,  0.003,  and  laumontite 
considerably  higher,  0.012. 

Epistilbite,  when  prismatic,  resembles  phillipsite  and  laumontite 
in  having  Z  near  the  prism  axis,  but  the  extinction  angle  is  9°.  The 
double  refraction  is  near  that  of  laumontite. 

HevlandUe  and  brewsterUe  are  commonly  lamellar  with  distinct 
cleavage  parallel  to  the  plane  of  lamination.  In  heulandite  and 
brewsterite  the  acute  bisectrix  Z  is  normal  to  the  cleavage  plane, 
but  the  optic  angle  is  generally  small  in  heulandite,  and  larger  in 
brewsterite.    They  are  easily  distinguished  chemically. 


APOPHYLLITE. 
H7KCa4(Si03)8  +  4iH20. 

Si02  53.7,  CaO  25.0,  K2O  5.2,  H2O  16.1  =  100.  A  small  amount  of 
fluorine  replaces  part  of  the  oxygen.  Decomposed  by  hydrochloric 
acid,  with  separation  of  slimy  silica. 

Tetragonal ;  c=  1.2515.  Euhedral  crystals  varied  in  habit,  usually 
in  short  prisms  with  a(lOO)  and  c(001)  dominant,  and  p(lll),  some- 
times 2/(310),  subordinate,  Fig.  1;  or  prismatic  with  p(lll),  Fig.  2, 


Fio.  1. 


Fio.  2. 


also  pyramidal,  with  (111)  dominant;  less  often  thin  tabular  parallel 
to  (001).    Faces  (001)  often  rough;    (100)  bright  but  striated  ver- 
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tically.  Anhedral  crystals,  granular,  lamellar,  rarely  in  radiating 
prisms  or  concentric  lamellae. 

Twinning  parallel  to  (111)  rare. 

Cleavage  parallel  to  (001)  highly  perfect;  parallel  to  (110)  less 
so.    Fracture  uneven.    H.==  4.5-5.    Sp.  gr. =2.3-2.4. 

Optical  Properties. — Optically  positive  (+);  sometimes  negative 
( — ) .  In  some  varieties  optically  anomalous.  Refraction  low,  double 
refraction  very  low. 
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The  optical  anomalies  of  apophyllite  appear  in  the  interference 
figures  in  sections  normal  to  the  optic  axis.  In  some  cases  the  rings 
accompanying  the  interference  cross  are  black  and  white  instead 
of  colored.  In  other  cases  the  red  rings  are  wanting.  These  irregu- 
larities in  the  disposition  of  the  interference  rings  for  different  kinds 
of  light  are  assumed  by  Klein  to  be  due  to  an  irregular  superposition 
of  positive  and.  negative  crystals,  in  layers  and  thin  wedges. 

In  many  cases  basal  sections  of  apophyllite  in  parallel  polarized 
light  between  crossed  nicols  are  divided  into  areas  with  different 
optical  properties.  There  is  a  central  square  which  is  uniaxial, 
remaining  dark  during  a  rotation  of  the  plate,  and  surroimding  it 
four  sectors  that  are  biaxial  with  optical  angle  from  0°  to  50**  for 
red  and  60**  for  blue,  the  plane  of  the  axes  for  blue  being  at  right 
angles  to  that  for  red.  These  anomalies  may  be  produced  by  lateral 
pressure  or  by  changes  of  temperature.  They  are  proBably  the 
result  of  molecular  strain  induced  by  change  of  physical  conditions 
subsequent  to  the  crystallization  of  the  mineral. 

Color,  colorless  to  white,  grayish;  occasionally  with  a  greenish, 
yellowish,  or  rose-red  tint,  also  flesh-red.  In  thin  section  colorless. 
Luster  vitreous;   on  (001)  pearly. 

Occurrence. — Apophyllite  occurs  in  cavities  and  cracks  in  basaltic 
and  similar  rocks  as  a  secondary  mineral  with  the  zeolites.  It  is 
sometimes  found  in  granite  and  gneiss. 

Resemblances. — Apophyllite  resembles  some  of  the  zeolites  in 
its  low  double  refraction,  but  it  has  a  higher  refraction  than  most 
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of  them;  and  is  most  like  chabazite  and  gmelinite  in  being  uniaxial, 
with  variable  optical  character  (±),  but  differs  from  them  in  having 
basal  cleavage. 

Laboratory  Production. — Apophyllite  has  been  obtained  from 
a  solution  of  its  constituents  in  water  containing  carbon  dioxide, 
heated  in  a  closed  tube  at  150^-160°  (Doelter).  It  has  been  dissolved 
in  water  heated  to  ISO®  under  a  pressure  of  10  to  12  atmospheres 
and  recrystallized  upon  cooling  (Wohler).  It  has  been  formed  by 
the  action  of  a  solution  of  potassium  silicate  on  plates  of  g3rp8um 
(Becquerel).  It  has  formed  in  the  ruins  of  Roman  works  at  the  hot 
springs  at  Plombi^res. 

ANDALUSITE. 
AlgSiOfi. 

Al2Si05=Al203-Si02,  from  which  AI2O3  63.2,  SiOa  36.8=100. 

A  little  iron  is  usually  present.  Andalusite  from  Vestana,  Sweden, 
contains  6.91  per  cent  Mn203.  Not  decomposed  by  acids.  Alters 
to  muscovite  and  kaolin. 

Orthorhombic ;  a:6:c= 0.98613: 1:0.70245.  Seldom  in  euhedral 
crystals,  commonly  in  rough  prisms  m(llO)  in  combination  with 
c(OOl)  and  »(011),  Fig.  1.  The  prismatic  angle  is  near  90°  (89**  12'). 
The  length  of  the  prisms  is  3  or  4  times  the  width.    In  prismatic 


m 


m 


Fig.  1. 


FiQ.  2. 


aggregates,  sometimes  divergent;  also  in  anhedral  grains  and  len- 
ticular forms. 

Cleavage  parallel  to  (110)  distinct;  parallel  to  (100)  less  perfect, 
a  gliding  plane;  parallel  to  (010)  in  traces.  Fracture  uneven,  sub- 
conchoidal.    H.  =  7.5.     Sp.  gr.= 3. 16-3.20. 

Optical  Properties. — Acute  bisectrix  A",  optically  negative  (  — ). 
Axial  plane  parallel  to  (010),  X  ||  c,  Y\\b,Z  \\  a.    21^-83°  37',  Fig.  2. 
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a,=  1.632,  y?r=  1.638,  rr^lMS,  7-r-ar=0.011.  BrazU,  Des  Cloi- 
eeanx. 

Color,  whitish,  rose-red,  flesh-red,  violet,  pearl-gray,  reddish 
brown,  olive-green,  grass-green.  In  thin  section  transparent  to 
pale  reddish.  Pleochroism  in  thick  plates:  X  dark  blood-red, 
Y  oil-green,  Z  olive-green.  In  thin  section  X  rose-red,  Y,  Z  colorless 
to  greenish.  X>Y>Z,  Haidinger.  X  intense  pure  yellow,  F,  Z 
blue-green  with  tinge  of  grass-green,  manganese-andalusite,  Backstrom. 
Color  sometimes  distributed  in  irregular  spots,  especially  about  inclu- 
sions constituting  "pleochroic  halos."  A  zonal  structure  has  been 
observed  in  andalusite  of  Graubunden  in  which  the  center  is  red,  the 
margin  colorless. 

biclusions. — ^Andalusite  frequently  contains  abimdant  inclusions 
of  graphite  and  carbonaceous  matter,  less  often  crystals  of  the  minerals 
associated  with  it.  The  carbonaceous  matter  is  sometimes  so  dis* 
tributed  as  to  leave  long  tapering  prismatic  portions  of  the  andalusite 
crystals  comparatively  free  from  inclusions.  These  are  so  arranged 
in  the  crystal  that  cross  sections  of  the  andalusite  exhibit  a  tesselated 
appearance,  sometimes  resembling  a  light-colored  cross.     Fig.  3. 


Fig.  3. 

Such  andalusites  are  called  chiastolite.  A  variety  found  in  Finland 
in  which  the  inclusions  are  minute  crystals  of  biotite  and  magnetite, 
has  been  called  maUesUe  by  Sederholm. 

Occurrence. — Andalusite  is  frequently  developed  in  argillaceous 
schists  and  clay  slates  by  contact  metamorphism  from  igneous  bodies, 
as  in  the  andalusite-homfels  of  the  metamorphic  zone  about  granite 
of  Barr  and  Andlau  in  the  Vosges  described  by  Rosenbusch;  in 
Brittany;  in  the  Lake  District  of  England,  and  elsewhere.  According 
to  Rosenbusch  andalusite  develops  especially  in  sedimentary  rocks 
rich  in  aluminium  and  low  in  calcium,  which  may  or  may  not  contain 
considerable  magnesium.  In  such  rocks  it  is  often  accompanied 
by  biotite  and  cordierite,  but  rarely  by  slllimanite. 

Andalusite  also  occurs  in  some  gneisses,  mica-schists,  and  phillites, 
wheri  it  is  associated  with  sillimanite  and  cyanite,  also  with  cordierite, 
game^,  corundum,  and  tourmaline.  It  is  sometimes  regularly  inter- 
grown  with  sillimanite  in  crystallographically  parallel  orientation. 
Less  often  the  two  minerals  have  (100)  in  conmion,  but  the  c  axes 
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apparently  perpendicular  or  inclined  45^  to  one  another.  When 
andalusite  has  been  found  in  granite  it  appears  to  be  intimately 
associated  with  inclusions  of  sedimentary  rocks. 

Resemblances. — Andalusite  resembles  more  or  less  closely  silli- 
manite,  diaspore,  topaz,  zoisite,  thulite,  and  kornerupine.  From  silli- 
manite  it  is  distinguished  by  the  optical  orientation,  the  prismatic 
axis  being  X  in  andalusite,  and  by  weaker  double  refraction.  It 
is  distinguished  from  diaspore  by  much  lower  double  refraction; 
from  topaz  by  cleavage  and  the  character  of  the  acute  bisectrix; 
from  zoisite  by  the  orientation  of  the  acute  bisectrix  and  by  the 
cleavage;  from  thulite  by  the  position  of  the  plane  of  the  optic  axes 
and  the  size  of  the  angle  between  the  optic  axes;  and  from  korneru- 
pine also  by  the  greater  size  of  the  angle  between  the  optic  axes. 


SILLIMANITE. 

AbSiOfi. 

Or  AlaOs-SiOa;   from  which  AI2O3  63.2,  SiOa  36.8=  100,  like  andalu- 
site.   Unattacked  by  acids. 

Orthorhombic ;    a: 6= 0.970:1.     Prismatic  crystals  without  dis- 
tinct terminal  faces.     In  the  prismatic  zone,  a(lOO),  6(010),  m(llO), 

A(230).  Angles  m?y"  =  88°  15',  W^Qd"". 
Prism  faces  striated  and  rounded,  often  long 
and  slender,  sometimes  fibrous;  prisms  in 
parallel  or  divergent  groups;  sometimes  curved 
or  bent;  pointed,  or  abruptly  terminated  as 
though  broken. 

Cleavage  parallel  to  (010)  perfect.  Fracture 
uneven.    H.  =  6-7.     Sp.  gr.  =  3.23-3.24. 

Optical  Properties. — Optically  positive  (  +  ). 
Acute  bisectrix  Z  parallel  to  c  axis.  Plane 
of  the  optic  axes  parallel  to  (010).  A'||a, 
Y\\b,  Z\\c,  Fig.    1.     Axial  angle  small,   dis- 


Fio.  1. 


persion  strong,  p>v. 

Say  brook       2Er=43''   9" 
Bamle  2£,=37^55' 

Mont  Pelat    2V  •=  20®  approx. 


2J?y=42<»30' 
2£;^  =  33*»50' 
2Fy=30*^57' 


2E^^  =  38®  41'      Des  Cloizeaux 
2^T=28®20'  " 

2^gr=30*»36'      Melczer 

L4vy  and  Termier 


Indices  of  refraction  and  double  refraction  moderately  high, 
varying  slightly  with  the  color,  the  darker-colored  sillimanite  having 
the  lower  indices  of  refraction  as  determined  by  Hlawatsch. 
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Saybrook  ay  =  1.6603  /9y=1.6612  ;-y  =  1.6818  ;-- a  =  0.0215  Wiilfing 

"  =1.6670  =1,6583  =1.6770  =00200  Zimanyi 

Morlaix  =1.659  =1.661  =1.680  =0.021     Lacroix 

C^lon  =1.658  =1.659  =1.678  =0.020          " 

"  =1.6562  =1.6577  =1.6766  =0.0204  Melczer 

Color,  hair-brown,  grayish  brown,  grayish  white,  grayish  green, 
pale  olive-green.  In  thin  section  colorless.  In  thicker  crystals 
pleochroic. 

Saybrook,  X  light  brownish,  Z  dark  clove-brown,  Rosenbusch. 
Ceylon,  X  pale  yellow  to  brownish  yellow  F,  pale  green  to  gray-green, 
Z  deep  blue  with  pale  violet  tint,  Melczer. 

Occtxrrence. — Sillimanite  occurs  chiefly  in  gneiss  and  crystalline 
schists,  less  often  in  zones  of  contact  metamorphism;  rarely  in  granite 
and  other  igneous  rocks.  It  occurs  as  separate  crystals  or  in  aggre- 
gates of  fibers,  in  diverse  or  radiating  arrangement.  It  is  frequently 
developed  along  gliding  planes  in  sheared  schist.  It  is  found  in 
many  localities,  often  accompanied  by  garnet,  cordierite,  corundum, 
andalusite,  and  cyanite. 

Fibrolite,  bucholzite,  monrolite,  bamlite,  xenolite,  worthite  are 
varieties  of  sillimanite,  mostly  fibrous  with  impurities  of  quartz. 

Resemblances. — Sillimanite  resembles  andalusite,  diaspore,  zoisite, 
komerupine,  and  scapolite.  It  differs  from  all  of  these  minerals  by 
having  the  prismatic  axis,  Z,  the  direction  of  vibration  of  the 
slowest  ray.  It  differs  from  andalusite,  zoisite,  and  komerupine  by 
having  stronger  double  refraction;  from  diaspore  by  having  weaker 
double  refraction;  and  from  scapolite  by  cleavage  and  biaxial 
characters. 

Laboratory  Production. — Sillimanite  has  been  produced  in  the 
open  crucible  from  silicate  solutions  rich  in  aluminium;  also  in 
the  manufacture  of  porcelain.  Sillimanite  results  from  the  heating 
to  1320^-1350®  of  andalusite,  cyanite,  topaz,  and  kaolin. 

CYANITE  (DisTHENE). 
AlaSiOfi. 

Al203*Si02;  like  andalusite  and  sillimanite,  sometimes  with  a 
little  Fe203.    Nol  attacked  by  acids.    Rarely  altered  to  muscovite. 

TricUnic;  a :6:c- 0.89938: 1:0.70896.  a  =  90®  SJ',  /9=101°  2}', 
y«=105**  44i'.  Commonly  in  long  bladed  crystals,  flattened  parallel 
to  (100),  with  (010)  and  (110)  prominent.     Rarely  terminated  by 
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crystal  planes,  (001)  and  others;  often  irregularly  terminated  or 
fibrous. 

Twinning. — (1)  (100)  twinning  and  composition  plane,  often 
polysynthetic;  (2)  twinning  axis  the  normal  to  the  edge  (100)  (010) 
lying  in  the  plane  (100);  (3)  twinning  axis  the  edge  (100)  (010), 
the  composition  plane  (100);  (4)  twinning  and  composition  plane 
(001),  often  polys3Tithetic  as  a  result  of  pressure;  (5)  twinning  plane 
(2i2),  penetration  twins  cruciform  like  staurolite  with  the  c  axes 
intersecting  at  about  60®. 

Cleavage. — (100)  very  perfect;  (010)  less  perfect;  also  parting 
parallel  to  (001),  the  gliding  plane  in  which  lamellar  twinning  is 
produced  by  pressure;  another  gliding  plane  is  (308).  H.  from 
4-7,  variable  with  position  on  crystal;  4-5  on  (100)  parallel  to 
axis  c]  6-7  on  (100)  parallel  to  the  edge  (100)  (001);  7  on  (010). 
Sp.  gr.  =  3.559  white,  3.675  blue. 

Optical  Properties. — Optically  negative  (— ).  The  acute  bisectrix 
X  is  almost  normal  to  (100),  the  plane  of  the  optic  axes  inclined 
about  30°  to  the  edge  (100)  (010).  The  angle  between  the  optic 
axes  is  large,  2ry=82°  10',  Wulfing;  2Fr=82®  16'  and  82®  44',  Des 
Cloizeaux.  Dispersion  p>Vy  slightly  inclined  and  distinctly  crossed. 
Index  of  refraction  high,  double  refraction  low. 

ay  =  1.7171, /?y=  1.7222,  7v  =  l-7290,  7-y-ay=0.0119  Wulfing 

a  =1.712,    /?  =1.720,    y  =1-728,    y  -«  =0.016    L^vy-Lacroix 

Cclor,  blue,  white;  often  middle  of  blade  blue,  margin  white; 
also  gray,  green,  and  black  from  inclusions.  In  thin  section  colorless, 
light  blue  to  greenish  blue.  Pleochroism  weak,  only  noticeable  in 
strongly  colored  crystals,  between  colorless  and  blue. 

Occurrence. — Cyanite  is  developed  especially  in  the  crystalline 
schists,  being  sometimes  found  in  zones  of  contact  metamorphism. 
It  does  not  occur  as  a  pyrogenetic  mineral  in  igneous  rocks.  It 
occurs  in  gneiss  and  micanschist,  associated  with  garnet  and  staurolite. 
It  is  found  in  numerous  European  and  American  localities.  It 
frequently  accompanies  corundum  as  an  alteration  product. 

Resemblances. — Cyanite  is  like  a  number  of  prismatic  minerals 
in  some  of  its  optical  properties,  but  differs  from  them  in  general 
by  its  inclined  extinction  in  the  prism  zone;  thus 'from  andalusite, 
sillimanite,  and  similar  orthorhombic  minerals;  also  from  prismatic 
zoisite.  From  the  blue  minerals,  dumortierite  and  serendibite,  it  is 
distinguished  by  the  weakness  of  its  color  in  thin  section. 
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TOPAZ. 

(Al(0,F2))AlSi04. 

Or  Al2Si04(0,F2) .  Composition  nearly  the  same  as  that  of  andalusite 
with  the  addition  of  fluorine  and  a  variable  amount  of  hydroxyl. 
When  the  ratio  of  0:F2=5: 1,  then  SiOg  33.3,  AI2O3  56.5,  F  17.6=  107.4, 
deduct  (0  =  2F)  7.4=100.  This  accords  closely  with  analyses  of 
topaz  from  various  localities.  Only  partially  attacked  by  sulphuric 
acid.    Alters  to  muscovite  and  kaolin. 

Orthorhombic ;  a:b:c=- 0.528542 : 1 : 0.476976.  Euhedral  crystals 
commonly  short  prisms,  w(llO)  predominating,  or  Z(120),  prisms  then 
nearly  square.  Faces  in  prism  zone  often  striated  parallel  to  the 
c  axis.  Terminal  planes  c(OOl),  /(021),  y{041),  1/(111),  o(221),  and 
others,  Figs.  1  and  2.  Anhedral  crystals  in  rocks,  prisms  in  parallel 
or  divergent  groups; .  also  in  grains. 


t  it 


m 
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Fig.  2. 


Fia.  3. 


Cleavage. — (001)  highly  perfect;  but  very  imperfect  parallel 
to  (201)  and  (021)  as  shown  by  the  percussion  figure.  Fracture 
subconchoidal  to  uneven.  H.=8.  Sp.  gr.  =  3.532  Minas  Geraes, 
Brazil;  3.574,  Zacatecas.  See  also  the  specific  gravity  data  in  table 
of  optical  properties. 

Optica]  Properties. — Optically  positive  (+).  Axial  plane  parallel 
to  (010) ;  acute  bisectrix Z  normal  to  (001) .  X  || a,  Y\\b,Z  \\ c,  Fig.  3. 
Axial  angle  variable,  even  in  one  crystal;  according  to  Penfield  and 
Minor  it  varies  with  the  amount  of  F  replaced  by  OH,  as  do  also  the 
indices  of  refraction  and  the  specific  gravity. 
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Durango 


2Ej         Sp.  gr. 
129«    3'        — 


P 


H,0 


Zacatecas  126*^28'    3.574         —  — 

Thomas  Range,  Utah  125**  53'     3 .  565     1 .  6072     1 .  6104 


Nathrop,  Colo. 
Pikes  Peak,  Colo. 
Tenagari,  Japan 
Adun  Tschalon 

San  Luis  Potosi 
Schneckenstein 


125^51'  3.567  — 

122*»42'  3.667  — 

120^59'  3.565  — 

118*^46'  3.662  1.6133 


1.6160 


118^17'  3.575    —     — 
114<'28'  3.556  1.6155  1.6181 


Stoneham,  Me.  113^50'    3.560        —  — 

Minas  Geraes,  Brazil     84'' 28'    3.532     1.6294     1.6308 


Mugla,  Asia  Minor         71^  13' 


Des  Cloizeaux 

—  —       0.18 
1.6176    20.37    0.19 

Ailing  (126*  24') 

—  20. 42  0.29 

—  —       0.48 

—  19.50    0.57 
1.6225     19.28     0.58 

Mulheims  (121 «  55') 

—  19.53    0.80 
1.6250     18.50    0.93 

Mulheims  (114*17') 

—  18.56    0.98 
1.6375     15.48     2.45 

Mulheims  (86*21') 


2Fy=65*'  30i'  Adun  Tschalon;  2Fy=62^  33'  Schneckenstein; 
2Fy=49°  37'  Minas  Geraes  (Mulheims).  Dispersion,  p>v.  Double 
refraction  low,  decreasing  with  increasing  hydrbxyl.  ;'— a  =  0.0104, 
0.0092,  0.0095,  0.0081  in  the  cases  given  in  the  table.  Optical  anom- 
alies occur  in  some  crystals  of  topaz,  especially  those  from  Brazil. 
It  is  probably  due  to  a  variation  in  chemical  composition  in  different 
parts  of  the  crystal  and  a  consequent  variation  in  the  density  from 
which  may  result  molecular  strain. 

Color,  colorless,  straw-yellow,  wine-yellow,  white,  grayish,  green- 
ish, bluish,  reddish.     In  thin  section  colorless.     Luster  vitreous. 

Incltisions. — ^Topaz  sometimes  contains  numerous  fluid  inclusions, 
consisting,  in  the  crystals  from  Brazil,  of  water,  liquid  carbon  dioxide, 
and  possibly  another  liquid  (Brewster).  There  are  besides  crystals 
of  several  kinds  of  soluble  salts  within  the  fluid,  whose  characters 
have  not  been  determined.  The  same  topaz  often  carries  micro- 
scopic crystals  of  hematite  and  ilmenite. 

Occurrence. — Topaz  occurs  in  some  granites  arid  pegmatites, 
especially  those  containing  cassiterite,  fiuorite,  tourmaline,  and  beryl, 
in  many  localities.  It  occurs  in  cavities  with  spessartite  in  rhyolite 
at  Nathrop,  and  Chalk  Mountain,  Colo.;  and  similarly  in  rhyolite  ot 
the  Thomas  Range,  Utaii.  It  is  also  common  in  certain  zones  of 
contact  metamorphism  about  granite  in  which  the  rocks  are  im* 
pregnated  with  abundant  topaz>  producing  topaz-fels,  as  at 
Schneckenstein,  or  the  topaz  Lsed  quartz -porphyries  of  the  Erz- 
gebirge. 


DANBIIUIE. 
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Resemblances. — Topaz  is  optically  most  like  andalusitc,  from 
y/hieh  it  is  distinguished  by  the  cleavage.  From  siUimanite  it  is 
distinguished  by  lower  double  refraction  and  by  the  difference  in  the 
rays  vibrating  parallel  to  the  prism  axia  in  each  mineral.  Topaz 
somewhat  resembles  quartz  and  orthoclase  with  which  it  is  associated, 
but  is  characterized  by  higher  refraction,  and  in  contradistinction  to 
quartz  by  its  cleavage;  the  sections  parallel  to  the  cleavage  exhibiting 
a  biaxial  interference  figure.  It  is  distinguished  from  orthoclase 
by  cleavage  and  optical  orientation. 

Laboratory  ProductioD. — Topaz  has  been  obtained  by  Friedel  and 
Sarasin  by  the  action  of  hydroEuosilicic  acid  on  silica  and  alumina 
in  the  presence  of  water  at  500°. 


DANBURITE. 
CaBsCSiO*)^. 

Composition.— CaOB203  2SiOa;  SiOa  48.8,  BjOa  28.4,  CaO 
22.8.  Metaeilicate  of  calcium  and  boron.  Not  decomposed  by 
hydrochloric  acid,  except  after  ignition,  when  gelatinization  takes 
place. 

Orthorbombic— a : 6 : c= 0.544444 : 1 :0.480739.  Euhedral  crystals 
prismatic,  resembling  those  of  topaz,  Figs.  1  and  2,  also  anbedral. 
a(lOO),  c(001),  mCllO),  ((120),  n(140),  d(lOl),  «'(041},  ;(142). 


Cleavage  very  indistinct,  parallel  to  (001).     Fracture  uneven  to 
subchonchoidal.     H.  =  7-7.25.     8p.  gr.  =  2.97-3 J}2. 

Optical    Properties. — Biaxial,  with  axial  plane  parallel  to  (001). 
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X  is  normal  to  (010),  and  Z  is  normal  to  (100).  Optically  nega- 
tive (— )  for  red,  yellow,  and  green,  and  positive  (+)  for  blue. 
Fig.  3. 

Russell,  N.  y .  2Ho.r  - 100^  33'  2Ho.r  - 106°  35'  2 Va.r  -  87°  37'  ^ - 1 .634 

(E.S.Dana)    2Ha.y-101**  30'  2Ho.j/-105°  36'  2Va.y-88*' 23'  ^-1.637 

2Ho.W-104°36'  2H,i.w«102°  13'  2Vo.W-90°  56'  ^9-1.646 

Switaerland       2Ha.r-101°  01'  2Ho.r"-105'»  56'  2Vo.r-88°  04'  ^-1.628 

(Hintse)           2Ha.ar«102*»  48'  Ho.(r=104'*  44'  2Va.(;r=89°  14'  ;9-1.638 

2Ha.W-104°18'  2Ha.N-=103**15'  2Vo.W-90°  24' 

ay=1.6317,            ^y«1.6337,  ryl-6383,     r-«-0046 

Double  refraction  low. 

Color  pale  wine-yellow  to  colorless,  yellowish  white  to  yellowish 
brown.  In  thin  section  colorless  to  yellowish.  Luster  vitreous  to 
greasy. 

Mode  of  Occurrence. — Danburite  occurs  in  granitic  rocks  asso- 
ciated with  feldspar,  quartz,  mica,  tourmaline,  also  titanite,  pyro- 
xene, calcite,  and  dolomite.  It  has  been  found  at  Danbury, 
C!onn.,  Russell,  N.  Y.,  and  on  Mt.  Skopi  in  Switzerland,  associated 
with  chlorite  and  tourmaline. 

Resemblances. — Danburite  is  most  like  topaz  in  crystal  habit, 
and  in  refraction.  It  is,  however,  a  little  lower  in  refraction,  and 
has  lower  double  refraction.  The  optical  orientation  is  different 
in  the  two  minerals,  and  the  plane  ,of  the  optic  axes  is  in  different 
positions  in  the  two,  being  parallel  to  (001)  in  danburite,  and  parallel 
to  (010)  in  topaz.  Danburite  is  also  much  like  andalusite,  which 
is  very  similar  to  topaz,  but  the  same  differences  exist  between 
them  as  in  the  case  of  topaz. 


DUMORTIERITE. 

Al2oSi7044. 

A  basic  aluminium  silicate,  (AlO)i6Al4(Si04)7  or  10Al2O3-7SiO2= 
Si02  29.2,  AI2O3  70.8=  100.  Part  of  the  aluminium  may  be  replaced 
by  boron.  B2O3  reaches  6.14  per  cent,  in  dumortierite  from  Harlem, 
N.  Y.    Not  attacked  by  acids,  not  even  hydrofluoric  acid. 

Orthorhombic ;   a :6:  =0.5317:1.     Prismatic    angle    56°  approx. 


DUMORTIERITE. 
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Rarely  in  distinct  crystals  with   (100)   and   (110),  not  terminated 
by  crystal  faces.     Usually  in  prismatic  to  fibrous  aggregates. 

Twinning  on  (110)  sometimes  repeated, 
forming  trillings. 

Cleavage  (100)  distinct;  also  prismatic, 
imperfect.  Fracture  nearly  perpendicular  to 
axis  of  prism.  H.  =  7.  Sp.  gr.  =  3.22,  Link; 
3.265,  Diller;  3.36,  Damour. 

Optical  Properties. — Optically  negative  (— ) . 
Axial  plane  parallel  to  (010).  Acute  bisectrix 
Xnormalto(OOl).  X||c,  7  ||  6,  Z||a.  2K  =  30^ 
Fig.  1.  Dispersion  p>Vj  Tvedestrand,  L6vy- 
Lacroix;  p<v,  Beaunan,  Bertrand.  Index  of 
refraction  moderately  high. 

ValDonbastone  a,-1.678,  ;ffy-1.686,  ry  =  1.689.  r-«*0.011.  Linck. 
Tvedestrand  —  /?  =1.65,         —  r-«'=OOJO.  L6vy-Lacroix. 

Color,  bright  smalt-blue  to  greenish  blue,  rarely  white  to  colorless 
or  bluish  green  to  pistachio-green.  In  thin  section  strongly  pleochroic 
from  colorless  to  intense  blue;  X  deep  blue,  Y  yellowish  to  reddish 
violet,  Z  colorless.  In  the  variety  from  Val  Donb&stone  X=Y 
nearly  colorless,  Z  pistachio-green  with  a  tinge  of  yellow  or  blue. 
Luster  vitreous. 

Occurrence. — Dumortierite  occurs  sparingly  in  granitic  pegmatite 
and  in  gneiss.  It  is  foimd  in  pegmatite  at  Beaunan  and  Brignais 
near  Lyons,  France;  near  the  latter  locality  it  is  accompanied  by 
tourmaline,  cordierite,  and  apatite.  It  occurs  with  cordierite  at 
Tvedestrand,  Norway;  with  corundum  in  pegmatite  at  Wolfshau, 
Silesia.  It  hais  been  found  in  pegmatite  near  Harlem,  N.  Y.;  and 
in  a  quartzose  rock  at  Clip,  Ariz.;  also  in  spherulitic  aggregates  in 
a  fine-grained  quartz  dike  in  Skamania  Co.,  Washington. 

Resemblances. — Dumortierite  resembles  the  blue  minerals  serendi- 
bite,  sapphirine,  and  grandidierite  in  color  and  somewhat  in  refraction. 
It  is  distinguished  from  serendibite  and  sapphirine  by  its  system  of 
crystallization,  and  from  grandidierite  by  its  prismatic  habit. 
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PYROXENE  GROUP. 

Composition:    RSiO,  with  R— Ca,  Mg,  Fe,  also  Mn,  Zn. 

RSiO,. 

R(Fe,AI)^iO.  with  U=Mg,  Fe. 

Less  often  with 

lRAl(SiO,),  with  R  =  x\a. 
I  III  I  III 

RR(SiO,),  with  R-Na,  Li,  R-Al,  Fe. 

Orthorhombic,  Honoclinic,  and  Triclinic  Systems. — While  be- 
lonjijing  to  three  systems  of  crystallization,  pyroxenes  agree  in 
general  crystal  habit.  They  have  a  prism  with  an  angle  of  about 
93®  and  87°,  parallel  to  which  there  is  a  more  or  less  well-defined 
cleavage.  Other  crystal  forms  agree  closely  in  angles.  There  are 
isomorphous  series  in  the  orthorhombic  and  in  the  monoclinic  sys- 
tems, and  close  relationship  between  the  two  series  shown  by  frequent 
parallel  intergrowths  of  orthorhombic  and  monoclinic  forms.  They 
have  close  similarity  in  optical  properties.  The  triclinic  pyroxenes 
are  less  closely  related  to  the  other  forms,  and  are  less  frequently  met 
with  as  rock-making  minerals. 

Owing  to  the  wide  range  of  physical  characters  and  the  diversity 
of  composition  among  the  members  of  this  large  group  no  attempt 
will  be  made  to  summarize  them  as  a  whole,  but  they  will  be  treated 
in  groups  according  to  their  system  of  crystallization  and  to  other 
relationships.  A  list  of  the  chifef  rock-making  pyroxenes  and  their 
simplified  formulas  follows: 

Orthorhombic  Pyroxenes. 
EnstatUej  MgSiOa. 

Bronzite. 
Hypersthene,  (Mg,Fe)Si03. 
Monoclinic  Pyroxenes. 
_  .      . ,       ( CaMg(Si03)2. 
^^^"^    lCa(Mg,Fe)(Si03)2. 

Malacolite,  Salite,  Diallage,  etc. 
Hedenbergite,  CaFe  (8103)2. 

Manganhedenbergite,  containing  Mn.  .   _ 
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MoNocLiNic  Pyroxenes — Continued. 
SchefferUe,  (Ca,Mg)(Fe,Mn) (8103)2. 
Jeffersonite,  containing  Zn. 

rm[Ca(Mg,Fe)(Si03)2]. 
AugUe,    ]  n[(Mg,Fe)(Al,Fe)2Si06]. 

(      Sometimes  Na(Al,Fe)(Si03)2. 

Diallage  in  part,  segirite-augite. 
Ill 
Acmitey  NaFe(Si03)2. 

iEgirite. 
Jadeite,  NaAl(Si03)2. 
Spodumene,  Li Al  (8103)2. 
Lavenite,  Na(Mn,Ca,Fe)(ZrO.F) (8103)2. 
WohlerUe,  12(Na2,Ca)(8i,Zr)03  •RNb206  with  F. 
RoBenbusckUe,  Na2Ca3((8i,Zr,Ti)03)4. 

Pectdite,  HNaCa2(Si03)3. 
WoUastonite,  CaSi03. 
Triclinic  Pyroxene. 

Hi&rtdahlite,  4Ca(Si,Zr)03  •  Na2Zr02F2. , 

rbo.'w  -'%.. -^  <^  p/^  v'.v  /(C. 

From  the  above  list  it  will  be  observed  that  the  simple  magnesium 
metasilicate  is  orthorhombic,  the  calcium  metasilicate  is  monoclinic. 
The  iron  metasilicate  does  not  occur  alone  in  the  pyroxene  group, 
but  is  found  as  a  monoclinic  amphibole. 

The  orthorhombic  pyroxenes  have  only  magnesium  and  iron  as 
bases. 

ORTHORHOMBIC  PYROXENES. 


ENSTATITE,  MgSiO,. 
HYPERSTHENE,  (Mg,Fe)SiO,. 


b(a) 
1 
1 


e 
0.5885. 
0.5872. 


aib) 
Obthorhombic,  bipyramidal.  Enstatite,         1.0307 

Hypersthene,  1.0319 
Twinning:  Rare;  polysynthetie  lamellae  parallel  to  (014).    Also  twinning 

plane  (101),  crossed  twins. 
Cleavage:  (110)  pronounced,  also  (100)  and  (010).     Fracture  Uneven. 
H.  =5-6.     Sp.  gr.  =3.1-3.3  enstatite,  3.4-3.5  hypersthene. 
Optical  Properties:    biaxial.    Axial  angle  large,  varies  with  oonteat 

of  iron. 
Enstatite,       ( + )  Oy  - 1.665,  pj  =  1.669,  n  - 1.674,  r - «  =-0.009,  2V  =70°. 
Hypersthene  (-)  a  =1.692,  ^  -1.702,  r  =1-705,  r-a -0.013,  2F-50°. 
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Color:  enstatite — grayish,  yellowish,  greenish  white  to  olive-green 
and  brown.  Hypersthene — dark  brownish  green,  grayish,  greenish 
black,  brown.  Pleochroism  more  pronounced  in  darker  colored 
varieties. 

Luster:  vitreous  to  pearly  on  cleavage  surfaces,  metalloidal  in  bronzite. 

Chemical  Composition. — Enstatite  and  hypersthene  are  parts  of 
an  isomorphous  series  of  magnesium  and  iron  metasilicates.  MgSiOa, 
(Mg,Fe)Si03.  The  nearly  pure  magnesium  metasilicate  is  known  as 
enstatite.  But  this  name  is  applied  to  varieties  containing  ferrous 
iron,  up  to  about  the  proportion  of  MgO:FeO:  :3:1.  When  iron 
is  more  abundant,  from  MgO:FeO:  :3:1  to  1;1,  the  mineral  is  hyper- 
sthene. For  these  proportions  the  composition  of  pure  orthorhombic 
P3rroxenes  should  be 

MgO  •  SiOa  =  SiOa  60,  MgO  40  =  100. 
3MgOFeO-4Si02  =  Si02  55.5,  MgO  27.7,  FeO  16.8  « 100. 
MgO.Fe0.2Si02  =  Si02  51.8,  MgO  17.2,  FeO  31.0=100. 

Most  orthorhombic  pyroxenes  are  intimately  associated  with  mono- 
clinic  p)rroxenes,  being  often  intergrown  in  microscopic  layers.  They 
also  frequently  inclose  other  minerals,  so  that  chemical  analjrses  of 
the  mixtures  show  variable  amounts  of  alumina  and  lime,  with  traces 
of  ferric  oxide,  titanium  oxide,  and  the  alkalies. 

Alteration. — Enstatite  is  not  attacked  by  hydrochloric  acid.  Hy- 
persthene is  partly  decomposable.  Both  minerals  alter  somewhat 
more  readily  than  monoclinic  pyroxenes.  The  commonest  change  is 
to  a  fibrous  aggregate — ^bastite — ^having  about  the  composition  of 
serpentine.  The  fibers  lie  parallel  to  the  c  axis  of  the  pyroxene,  and 
start  from  cracks  and  from  the  surface,  chiefly  the  ends  of  the  crystal. 
Enstatite  sometimes  alters  to  a  confused  aggregate  of  serpentine  scales 
or  fibers.  Less  often  the  change  is  to  talc.  Still  further  alteration 
leads  to  the  production  of  quartz,  limonite,  and  carbonates.  Hyper- 
sthene also  alters  to  fibrous  amphibole,  uralite,  and  rarely  into  compact 
hornblende. 

Crystal  Forms. — Enstatite  and  hypersthene  cr3rstallize  in  ortho- 
rhombic forms  more  or  less  prismatic  with  a(lOO),  6(010),  m(l  10),  several 
bipyramids,  and  sometimes  the  third  pinacoid  c(OOl).  Figs.  1  (ensta- 
tite), 2  (hypersthene).  The  prism  and  first  and  second  pinacoids  are 
usually  the  best  developed,  so  that  cross  sections  are  generally  8-sided, 


ORTHORHOMBIC  PYROXENES. 


301 


squares  formed  by  (100)  (010),  with  the  comers  truncated  by  (110). 
The  bipyramidal  planes  are  seldom  sharply  defined  on  rock-making 
pyroxenes.  It  is  customary  to  orient  orthorhombic  crystals  so  that 
the  a  axis  is  shorter  than  the  b  axis,  and  in  this  species  the  cleavage 
prism  is  taken  as  the  luiit  prism  (110).  But  the  frequent  parallel 
growths  of  orthorhombic  and  monoclinic  pyroxenes  show  that  the 
shorter,  &,  axis  of  the  monoclinic  form  is  parallel  to  the  shorter  axis 
of  the  orthorhombic  one,  the  c  axes  in  each  being  parallel  to  one  another, 
and  the  longer,  a,  axis  in  the  monoclinic  form  and  the  longer  lateral 
axis  in  the  orthorhombic  form  are  in  the  same  plane  of  S3nimietry. 


flL 


pu     t 


n 


m 


FlQ.  1. 


^^y 


Fig.  2. 


That  is,  the  axis  usually  called  a  in  the  orthorhombic  form  is  oriented 
parallel  to  the  b  axis  in  the  monoclinic  form.  To  maintain  the  parallel- 
ism existing  in  nature  between  these  forms  of  p)rroxene  the  orthorhombic 
cr3rstals  should  be  oriented  with  the  smaller  angle  between  the  prism 
faces  in  front,  a  should  be  greater  than  b.  For  enstatite  a(h)  :b(&)  :c: : 
1.0307:1:0.5885,   and  for  hypersthene  a(5):6(<$):c: :  1.0319: 1:0.5872. 

Euhedral  crystals  are  usually  thick  prismatic  in  habit,  the  length 
along  the  c  axis  being  2  or  3  times  the  thickness  of  the  prism.  Prisms 
5  times  as  long  as  thick  are  common  as  microlites,  but  long  thin  prisms 
of  orthorhombic  pyroxene  are  rare.  Somewhat  rounded  forms  occur 
frequently  in  the  porphyries  and  lavas. 

Anhedral  crystals  of  quite  irregular  shapes  occur  in  the  evenly  grained 
rocks,  especially  pyroxenites,  and  in  rocks  with  ophitic  texture.  Where 
one  fills  spaces  between  llme-soda-feldspars  it  often  yields  triangular 
and  wedge-shaped  sections.  When  it  is  inclosed  by  hornblende  or  mono- 
clinic pyroxene  the  forms  are  generally  rounded.  Anhedral  crystals  of 
enstatite  in  the  granular  rocks  are  sometimes  made  up  of  parallel  rodlike 
parts,  between  which  are  long  cylindrical  spaces.  These  may  be  oc- 
cupied by  gas  or  infiltration  products. 

Twinning  is  seldom  observed  in  rock-making  enstatite  and  hyper- 
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sthene.  CroBsed  twins,  having  (101),  customary  orientation,  as  twin- 
ning plane,  and  (010)  as  the  composition  plane,  sometimes  occur  in  por- 
phyritic  rocks.  In  anhedral  pyroxenes  in  norites  and  peridotites, 
and  in  certain  crystalline  schists  there  is  a  lamellar  twinning  parallel 
to  (014).  This  appears  to  be  secondary,  resulting  from  deformation 
through  pressure,  as  is  the  case  sometimes  in  monoclinic  pyroxene. 
The  plane  (014)  when  the  cr3rstal  is  oriented  as  in  its  inteiigrowth 
with  augite  becomes  (104)  and  is  approximately  parallel  to  the  basal 
plane  (001)  in  the  monoclinic  form,  along  which  there  is  similar  lamel- 
lar twmning. 

Cleavage. — Grenerally  well  developed  in  two  planes  parallel  to  (110) 
with  angles  of  about  88^  and  92^.  In  cross  sections  this  cleavage  of 
nearly  90^  is  usually  noticeable,  but  in  longitudinal  sections  it  is  not 
always  present,  especially  in  hypersthene  crystals  in  recent  lavas, 
which  are  sometimes  very  free  from  cleavage  cracks. 

Another  cleavage  parallel  to  (010)  is  often  better  developed  than 
the  prismatic.  It  occurs  in  p3rroxenes  in  the  older  granular  rocks, 
and  divides  the  pyroxene  into  plates.  When  oriented  in  conformity 
to  augite  this  pinacoidal  cleavage  becomes  (100)  and  is  parallel  to  the 
lamellar  cleavage  in  diallage. 

Another  pinacoidal  cleavage  (1(X)),  customary  orientation,  is 
sometimes  developed  less  distinctly  than  the  other  cleavages.  All 
four  cleavage  planes  may  be  developed  in  the  same  crystal.  There 
is  in  some  cases  a  crude  parting  across  the  axis  of  the  prism,  but  this 
is  not  regular  enough  to  be  considered  cleavage. 

Fracture  cracks  traverse  sections  of  orthorhombic  pyroxene  at 
various  angles,  and  have  no  particular  significance. 

Optical  Properties. — Biaxial  with  lai*ge  axial  angle,  which  decreases 
with  increase  in  iron  content.  According  to  the  customary  orientation 
of  the  crystals  the  optical  orientation  is  X  ||  a,  F  ||  fe,  Z  ||  c  (Fig.  3).  The 
slowest  ray  vibrates  parallel  to  the  prismatic  axis  c,  the  fastest  ray 
vibrates  parallel  to  the  shorter  lateral  axis  a.  Oriented  in  con- 
formity to  the  intergrowth  with  augite,  the  positions  in  enstatite 
and  hypersthene  are  shown  in  Figs.  4  and  5.  The  plane  of  the 
optic  axes,  parallel  to  (010),  customary  orientation,  is  parallel  to 
(100)  when  oriented  as  it  is  intergrown  with  augite.  Owing  to 
variations  in  the  values  of  a,  ^,  y,  with  the  chemical  composition 
of  the  mineral,  the  acute  bisectrix  is  Z  for  enstatite,  which  is  there- 
fore optically  positive  (+),  and  it  is  X  for  hypersthene,  which 
is  optically  negative  (— ).  It  is  said  that  the  change  of  bisectrices, 
or  the  passing  of  2V  through  90°,  takes  place  with  about  10  per  cent 
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of  FeO.  This  corresponds  to  a  proportion  of  MgO:  FeO:  :  6  : 1,  ap- 
proximately. If  this  is  true,  then  the  chemical  limits  between 
enstatite  and  hypersthene  must  be  changed  from  3MgO:  IFeO  to 
6MgO  :  iFeO,  or  there  must  be  enstatites  which  are  optically  negative. 


-X',6(a) 


(6)aY 


Fia.  3. 
Customary  orientation. 


Fig.  4.  Fio.  5. 

Enstatite.  Hypersthene. 

Oriented  as  grown  with  augite. 


The  following  data  represent  the  relation  between  the  optic  angle  and 
percentage  of  FeO  in  the  orthorhombic  pyroxenes: 


2  H,  bisectrix  X, 

(FeMn)O. 

133**    8' 

r 

2.76 

123**  38' 

r 

5.77 

119<» 

y 

5.71 

114^  15' 

r 

11 J4 

112®  3(/ 

y 

8.42 

106*  51' 

y 

9.86 

102<' 

r 

10.62 

98* 

y 

13.58 

98*  22' 

r 

15.14 

85*48' 

y 

18.60 

85*39' 

r 

22.59 

84*18' 

y 

19.70 

79*  48' 

y 

27.70 

59*20' 

y 

33.60 

Zdjar-Berg,  Moravia 
Leiperville,  Pa. 
Fiskemfis,  Greenland 
Njordlersuak,  Greenland 
Balsf  jord,  Norway 
Kraubat,  Steiermark 
Lauterbach,  Hessen 
Meteorite,  Breitenbach 
Farsund,  Norway 
Bodenmais,  Bavaria 
Isle  St.  Paul,  Labrador 
Aranyer  Berg,  Hungary 
Krakatau 
Mont  Dore,  Auvergne 


Des  Cloizeaux 


tt 


Ussing 

Des  Cloizeaux 

Rosenbusch 

Tschennak 

Des  Cloizeaux 

V.  V.  Lang 

Des  Cloizeaux 

Becke 

Des  Cloizeaux 

Krenner 


it 


it 


The  dispersion  of  the  optic  axes  is  slight.  From  the  bisectrix  X, 
p<v  for  the  varieties  low  in  iron,  p>v  for  varieties  richer  in  iron. 
The  mdices  of  refraction  average  about  the  same  as  those  of  the 
monoclinic  pyroxenes,  but  the  double  refraction  is  considerably 
lower,  being  nearly  as  low  as  that  of  quartz.  It  is  lower  in  enstatite 
than  in  hypersthene. 


304 


PYROXENE  GROUP. 


Enstatite,  Zdjar-Berg,  1 .  656 

Enstatite,        (?)  0^)    1.666 

Bronzite,  Kupferberg,  (r) 
Hypersthene,  Farsund,  (r) 
Hypersthene,  Isle  St.  Paul,  1 .6d2 

Hypersthene,  *'  1.7156 

Hypersthene,  Soggendal, 


1.659 
1.669 
1.668 
1.695 
1.702 

1.7125 


r 
1.665 

1.674 


1.705 
1.727 


r— « 

0.009  Mallard 
0.009  Offret 

Des  Cloizeaux 


( ( 


0.013  L6vy-Lacroix 
0.011  Wolff 
Sanger 


Zdjar  Bene.      Kupferberg. 
2Fr-69**42'  79**  48' 


Lauterfoaoh. 
85^4' 


Farsund.  Labrador. 

81^  46'  72*»  16'      Des  Qoizeaux 


Color, — ^Enstatite  is  the  lighter-colored  mineral,  being  yellowish 
or  greenish  gray  to  olive-green  and  brown.  Hypersthene  is  in  darker 
shades  of  browns,  greens,  to  black.  In  thin  section  the  color  ranges 
from  colorless  through  pale  yellow,  green,  and  reddish  tints  to  stronger 
yellow,  brown,  reds,  and  green.  The  more  strongly  colored  varieties 
rich  in  iron  exhibit  noticeable  pleochroism  from  reds  and  yellows 
to  greens.  Some  hypersthene  with  as  much  as  22  per  cent  of  FeO 
(Mt.  Shasta)  exhibits  but  little  color  and  slight  pleochroism  in  thin 
sections.  The  pleochroism  increases  rapidly  with  a  thickening  of 
the  section. 

The  following  colors  have  been  observed  in  rather  thick  sections: 

Enstatite         Kraubat        X  greenish  yellow  Y  grass-green  Z  bluish  green 

Tschermak 
Hypersthene,  Bodenmais     Y  dark-red  brown  Y  yellow-brown       Z  dark  green 

Becke 
**  Isle  St.  Paul  X  red-brown  Y  yellowish  brown  Z  green 

*  lAvy  and  Lacroix 

X  hyacinth-red       Y  reddish  yellow      Z  gray-green 

Tschermak 


<< 


it 


In  thin  sections  of  the  varieties  with  little  iron  the  colors  are: 
X  yellowish,  Y  yellowish,  Z  greenish,  sometimes  with  grayish  tones. 
In  those  rich  in  iron  X  light  red  to  brownish  red,  Y  reddish  yellow, 
Z  green.  The  bronze-like  luster  that  characterizes  some  orthorhombic 
pyroxene,  bronzites,  is  due  to  inclusions. 

Inclusions. — Of  the  various  kinds  of  inclusions  that  occur  in 
these  pyroxenes,  some  are  of  such  frequent  occurrence  as  to  be  char- 
acteristic. They  may  occur  in  monoclinic  pyroxenes  as  well,  and 
are  not  confined  to  orthorhombic  forms.  When  orthorhombic  pyrox- 
enes occur  as  phenocrysts  or  as  small  euhedral  and  subhedral  crys- 
tals in  porphyries  and  lavas  they  may  contain  inclusions  of  gas  or 
glass  and  of  magnetite,  apatite,  zircon,  or  other  minerals  that  crys* 
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tallize  earlier  than  the  pyroxene.  They  vary  greatly  in  number  in 
different  eases.  In  some  the  pyroxenes  are  almost  free  from  inclu- 
sions of  any  kind;   in  other  cases  the  inclusions  abound. 

In  coarser-grained  rocks  the  orthorhombic  pyroxenes  richer  in 
iron,  that  is,  hypersthene  and  some  enstatite,  very  frequently  con- 
tain brown  to  opaque  inclusions  which  appear  to  be  crystals  arranged 
in  definite  positions  in  the  pyroxene.  These  microscopic  crystals 
are  plates,  rods,  and  minute  grains.  The  plates  are  six-sided,  often 
elongated  in  one  direction  and  grading  into  blades  or  rods.  They 
are  arranged  with  the  plates  parallel  to  (010),  customary  orienta- 
tion, which  is  the  plane  of  principal  pinacoidal  cleavage.  The  rod- 
like forms  lie  in  three  directions,  one  of  which  is  at  right  angles 
to  the  c  axis  of  the  pyroxene.  The  nature  of  these  inclusions  is 
not  definitely  known.  The  presence  of  Ti02  in  some  analyses  of 
hypersthene  has  suggested  the  presence  of  brookite,  but  it  is  more 
probable  that  they  are  ilmenite  or  titaniferous  magnetite,  both  of 
which  are  brown  when  sufficiently  thin.  These  inclusions  exhibit 
metallic  to  submetallic  luster,  and  light  reflected  from  them  often 
shows  interference  colors.  This  produces  the  schiller  seen  in  bronzite 
and  hypersthene.  Such  inclusions  are  in  some  cases  uniformly 
distributed  through  the  pyroxene,  in  other  cases  they  are  local- 
ized or  irregularly  distributed.  Their  origin  has  been  variously 
explained.  They  are  undoubtedTy  primary  in  most  cases,  that  is, 
the  microscopic  plates,  rods,  and  dots  crystallized  at  the  time  the 
pyroxene  crystallized  orienting  themselves  with  respect  to  certain 
directions  in  the  pyroxene.  This  is  clearly  indicated  by  their  occur- 
rence in  rocks  without  signs  of  secondary  changes  or  metamorphism, 
and  by  their  independence  of  cracks  or  fracture  planes  in  the  pyrox- 
ene. 

There  are  cases,  however,  in  which  secondary  action  has  deposited 
brown  inclusions  along  cracks  or  in  the  vicinity  of  cracks,  and  espe- 
cially in  the  plane  of  pronounced  cleavage  (010).  But  these  are 
much  less  frequent  than  the  sharply  defined  inclusions  just  described, 
which  occur  not  only  in  orthorhombic  pyroxene,  but  in  some  mono- 
clinic  forms,  and  also  in  lime-soda-feldspars  in  basic  rocks.  They  are 
more  conunon  in  the  minerals  of  those  rocks  in  which  iron  and  titanium 
are  more  abundant. 

Another  characteristic  form  of  inclusion  is  the  lamellar  inter- 
growth  of  monoclinic  pyroxene  in  thin  layers  parallel  to  the  plane 
of  pronoimced  pinacoidal  cleavage  (010),  or  sometimes  parallel  to 
(110) .    The  two  forms  of  pyroxene  are  oriented  parallel  to  one  another 
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80  far  as  the  c  axes  are  concerned.  The  b  axis  of  the  monoclinic 
form  is  parallel  to  the  shorter  axis  a  of  the  orthorhombic  form. 
The  prismatic  cleavages  are  approximately  parallel  in  both  forms. 
Sections  cut  parallel  to  the  second  pinacoid  (010)  of  the  monoclinic 
form  are  striped  by  lamella  which  yield  alternately  parallel  and 
inclined  extinction.  From  the  orthorhombic  IcmellaB  there  emerges 
the  bisectrix  X.  This  lamellar  structure  may  be  so  thin  as  to  be 
scarcely  perceptible  microscopically.  It  is  not  visible  in  sections 
cut  parallel  to  the  lamellae.  It  occurs  in  proxenes  in  the  evenly 
granular  to  coarse-grained  rocks,  and  is  not  known  in  those  of  por- 
phyries and  lavas.  Enstatite  in  granular  rocks  sometimes  contains 
long  cylindrical  spaces  parallel  to  the  c  axis,  which  may  be  occupied 
hy  gas,  or  by  secondary  material  which  has  filtered  in. 

Modes  of  Occurrence. — Orthorhombic  pyroxenes  are  common  con- 
stituents of  igneous  rocks,  and  to  a  lesser  extent  of  metamorphic  rocks. 
They  are  most  abundant  in  certain  pyroxenites,  peridotites,  and  norites; 
are  also  found  in  diorites,  and  to  a  much  less  extent  in  granites 
and  syenites.  They  occur  in  the  porphyry  and  lava  equivalents  of 
the  rocks  just  named.  They  do  not  occur  in  rocks  containing  nephe- 
lite  or  leucite  so  far  as  at  present  known. 

Orthorhombic  pyroxenes  occur  in  altered  and  metamorphosed 
forms  of  igneous  rocks,  such  as  certain  serpentines,  orthogneisses,  and 
granulites.  In  rocks  metamorphosed  from  sedimentary  deposits  they 
are  not  so  conmion;  and  when  present  it  is  oftener  the  less  ferrous 
varietj',  enstatite.  Enstatite  also  occurs  in  meteorites  in  radiating 
aggregates  called  chondrules. 

Resemblances. — Orthorhombic  pyroxenes  are  most  like  the  mono- 
clinic pyroxenes,  from  which  they  are  often  with  difficulty  distinguished, 
having  the  same  shapes  in  cross  sections  and  nearly  the  same  in  longi- 
tudinal sections.  They  are  recognized  by  somewhat  lower  interference 
colors,  by  extinction  parallel  to  the  c  axis  in  all  longitudinal  sections, 
whereas  in  monoclinic  pyroxenes  this  is  only  the  case  in  sections  parallel 
to  (100).  In  orthorhombic  forms  the  bisectrix  Z  emei*ges  in  the  center 
of  sections  at  right  angles  to  the  prism,  and  the  trace  of  the  plane  of 
the  optic  axes  is  parallel  to  the  shorter  diagonal  of  the  cleavage  prism. 
Hypersthene  is  generally  recognizable  by  its  characteristic  colors,  light 
red  and  green.  The  orthorhombic  pyroxenes  are  often  less  cleaved 
and  cracked  than  the  monoclinic  ones.  When  partly  altered  to  bastite 
they  may  be  identified  by  this  characteristic  mode  of  alteration. 

From  olivine  they  may  be  distinguished  by  lower  double  refraction 
and  by  p)nt)xene  cleavage;  from  melilite  by  the  characteristic  double 
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refraction  of  this  mineral.    From  sillimanite  they  are  distinguished  by 
their  lower  double  refraction  and  the  pyroxene  cleavage. 

Laboratory  Production. — Enstatite  fuses  at  a  high  temperature, 
hypersthene  at  a  somewhat  lower  temperature.  They  have  both  been 
produced  by  fusion  of  their  constituents  in  an  open  crucible. 

MONOCLINIC  PYROXENES. 

Composition:    Diopside,  Ca(Mg,Fe)(Si03)a. 

Hedenbergite,       CaFe(SiOj) ,. 

Schefferite,  (Ca,Mg)  (Fe,Mn)  (SiO,),. 

(m[Ca(Mg,Fe)(Si03)J, 

Augite,  j  n{(Mg,Fe)(Al,Fe),(Si,Ti)0.], 

(     sometimes  Na(Al,Fe)(SiO a),. 
Ill 
Acmite,  NaFe(Si03)2. 

Jadeite,  NaAKSiO,),. 

MoNOCLiNic;  prismatic  class,  in  part  domal  (?).    Diopside,  augite,  aibic^ 

1.09213 : 1 : 0.58932,  p = 74°  10'  9". 

Acmite,  a:6:c-l  0996:1:0.6012,  ^=-73^11'. 

Jadeite,  in  good  microscopic  crystals  evidently  monoclinic. 

Twinning:  common  twinning  plane  (100),  also  lamellar  parallel  to 
(001);  rarely  cruciform  twins,  (101);  and  contact  and  cruciform 
twins,  (122). 

Cleavage:  (110)  sometimes  rather  perfect;  (100)  not  so  common,  some- 
times well  developed;  (001)  parting  parallel  to  twin  lamellae  occa- 
sionally pronounced.  Fracture  uneven  to  conchoidal.  H.:  diop- 
side, augite  5-6,  acmite  6-6.5,  jadeite  6.5-7.  Specific  gravity  =3.2- 
3.6  according  to  composition. 
Optical  Properties. — Biaxial.    Plane  of  the  optic  axes  parallel  to  (010) 

Axial  angle  and  inclination  of  the  bisectrices  to  the  crystal  axis  c  vary 

with  the  chemical  composition  of  the  pyroxene. 


«? 

h 

rs 

r-« 

Diopside 

1.6710 

1.6780 

1.7000 

0.0290 

2F-58*»43' 

4* 

1.6986 

1.7057 

1.7271 

0.0285 

2F-60<»28' 

Hedenbergite 

1.7320 

1.7366 

1.7506 

0.0186 

2K-59*»52' 

Augite 

1.712 

1.717 

1.733 

0.021 

Acmite  (segirite) 

1.7630 

1.7990 

1.8126 

0.0496 

2F=62«  13' 

Jadeite 

0.029 

Color:  colorless,  white,  greenish  through  various  shades  of  green  to 
black,  sometimes  brownish  In  thin  section  colorless,  greenish  to 
green,  yellowish  to  purplish  brown  in  titaniferous  varieties,  slightly 
pleochroic  in  some  augites  to  strongly  pleochroic  in  segirite  and 
augite,  when  it  is  brown  and  green.  Luster  vitreous,  inclining  to 
resmous. 
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Chemical  CoMPOs^TI^x.— The  monoclinic  pyroxenes,  diopside, 
augite,  augite-aegirite,  acmite  (aegirite),  are  members  of  an  isomor* 
phous  series,  which  contains  also  the  rare  mineral  jadeite.  They 
are  known  to  grade  into  one  another  through  slight  modifications 
in  the  chemical  composition  of  concentric  zones  in  single  crystals. 
They  are  metasilicates  of  calcium,  magnesium,  and  iron,  in  diopside; 
with  some  aluminium  and  ferric  iron  and  a  little  sodium,  in  augite. 
With  increase  of  sodium  and  ferric  iron  there  is  a  transition  to  ac- 
mite, which  is  metasilicate  of  sodium  and  ferric  iron.  It  is  possible  that 
the  jadeite  molecule  occurs  in  some  augites  to  a  greater  extent  than 
is  indicated  by  the  analyses  so  far  made.  Jadeite  occurs  by  itself 
in  certain  rare  rock  masses. 

It  is  to  be  noted  that  in  ideal  diopside,  free  from  aluminium,  there 
is  a  constant  molecular  ratio  between  CaO  and  (Mg,Fe)0,  which  is 
1:1.  But  the  ratio  between  MgO  and  FeO  is  variable,  MgO  com- 
monly being  in  excess.  With  excess  of  FeO  the  mineral  is  called 
hedenbergite.  Small  amounts  of  (Al,Fe)203  occur  in  crystals  called 
diopside,  augite  having  3  per  cent  and  more  of  AI2O3,  the  maximum 
being  about  10  per  cent.  Similarly  small  amounts  of  Na20  and 
K2O  occur  in  most  augites.  When  Na20  exceeds  about  2.50  per  cent 
the  pyroxene  generally  has  sufficient  acmite  molecules  to  affect  the 
color,  and  the  mineral  is  called  ffigirite-augite.  With  abundant  Na20 
and  Fe203  and  little  CaO,  MgO,  and  AI2O3,  it  is  aegirite.  Ideally 
pure  acmite  is  rare,  like  pure  diopside. 

The  accompanying  table  of  analyses  shows  the  variations  in  com- 
position of  monoclinic  pyroxenes  and  the  kind  of  rocks  in  which  they 
occur.  A  few  only  of  metamorphic  origin  are  given,  which  will  be 
referred  to  in  another  connection.  The  list  of  those  from  igneous 
rocks  shows  that  there  is  no  simple  relation  between  the  composition 
of  the  monoclinic  pyroxenes  and  the  kind  of  magma  out  of  which 
they  crystallize.    However,  a  complex  relationship  will  be  found  to 

exist. 

Diopsides  with  little  or  no  alumina  occur  in  such  widely  different 
rocks  as  the  leucite-lavas  of  Leucite  Hills,  Wyo.;  granite  of  La- 
veline,  Vosges;  certain  gabbros,  basalts,  pyroxenites,  and  picrites. 
The  reason  for  the  absence  of  alumma  from  the  pyroxenes  in  these 
rocks  is  to  be  sought  in  the  relatively  low  alumina  in  the  magmas, 
the  alumina  present  entering  alkalic  aluminous  minerals  and  anor- 
thite.  In  the  interpretation  of  the  alumina  content  of  magnesian 
minerals  and  rocks  caution  is  necessary  owing  to  the  possibility 
of  error  in  the  determination  of  alumina  in  the  presence  of  mag- 
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nesia,  the   latter   being  sometimes  precipitated  in  part  with  the 
alumina. 

Augites  with  various  amounts  of  alumina  occur  in  gabbros  and 
basalts  of  various  compositions.  In  some  cases  high  alumina  in  the 
augite  corresponds  to  relatively  high  alumina  in  the  rock  magma. 
In  others  the  rock  magmas  are  low  in  alumina,  but  also  low  in  alka- 
lies. So  that  it  appears  that  the  percentage  of  alumina  in  the  augite 
depends  on  the  available  alumina  in  the  rock  magma,  after  the  alka- 
lies have  been  satisfied;  the  amount  of  alumina  entering  into  anor- 
thite  feldspar  molecules  being  proportionately  greater  as  compared 
with  the  normative  anorthite  the  greater  the  amount  of  albite  molecules 
with  which  they  may  combine.  Otherwise  there  appears  to  be  little 
relationship  between  the  amount  of  alumina  in  the  augite  and  the 
kind  of  rock  in  which  it  occurs,  judging  by  the  names  given  in  the 
accompanying  list. 

Soda-bearing  pyroxenes,  aegirite-augite,  aegirite  and  acmite,  crys* 
tallize  from  magmas  rich  in  soda,  and  in  which  alumina  is  lower  than 
the  alkalies  or  nearly  equal  to  them  molecularly.  They  occur  in 
nephelite-syenites,  phonolites,  tinguaites,  some  soda-granites,  and 
related  rocks. 

Alteration. — ^The  monoclinic  pyroxenes  are  not  decomposed  by 
acids  except  hydrofluoric,  or  are  but  slightly  attacked.  In  rocks 
they  are  found  to  be  less  readily  altered  than  orthorhombic  pyrox- 
enes. The  processes  of  alteration  vary  with  the  composition  of  the 
pyroxene  and  with  other  conditions. 

Diopsides  in  metamorphic  rocks  frequently  change  to  talc  or 
serpentine,  sometimes  with  the  production  of  epidote.  They  may 
also  alter  to  amphibole,  tremolite,  or  actinolite,  usually  fibrous.  In 
igneous  rocks  diopside,  whether  as  malacolite,  salite,  diallage,  or 
omphacite,  alters  in  a  similar  manner;  commonly  to  serpentine, 
which  appears  as  scales  or  fibers  starting  from  cracks  and  the  sur- 
face of  crystals,  generally  accompanied  by  carbonates,  probably  cal- 
cite  for  the  most  part,  and  in  some  cases  by  epidote.  In  varieties 
containing  alumina  chlorite  may  be  developed  upon  alteration  as 
in  augite.  The  alteration  to  more  or  less  fibrous  amphibole,  uralite, 
is  common. 

Augite  in  igneous  rocks  usually  alters  to  chlorite,  which  forms 
aggregations  of  scales  and  fibers  without  definite  arrangement  in  most 
cases.  This  may  be  accompanied  by  epidote,  carbonates,  mostly 
calcite,  and  quartz,  and  may  eventually  result  in  carbonates,  limo- 
nite,  kaolin,  and  quartz.    The  change  to  uralite  is  common,  and  in 
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some  cases  the  hornblende  is  compact,  when  its  secondary  nature  is 
determined  either  by  its  having  the  external  crystal  form  of  pyroxene, 
or  by  its  extending  in  secondary  veins  across  other  minerals,  such 
as  feldspars;  otherwise  it  may  be  easily  confused  with  primary  com- 
pact hornblende  surrounding  pyroxene.  The  complete  removal  and 
replacement  of  augite  by  opal  occurs  in  some  lavas  that  have  been 
acted  on  by  hot  vapors  or  strong  acids. 

Aegiriie-avjgite,  agirite,  and  acmite  are  not  well  known  in  an  altered 
condition.  It  may  be  assumed  that  as  the  composition  approaches 
augite  the  alteration  products  are  nearly  the  same  as  those  of  augite 
iEgirite  generally  appears  quite  fresh.  Brogger  has  noted  in  one 
instance  its  alteration  to  analcite.  J.  Francis  Williams  has  suggested 
that  at  Magnet  Cove,  Ark.,  manganpectolite  has  developed  from 
segirite. 

Jadeite  is  known  to  change  by  processes  of  metamorphism  to 
nephrite,  that  is,  tremolite,  in  the  form  of  dense  aggregates  of  minute 
scales  and  fibers. 

^  Crystal  Forms. — The  monoclinic  pyroxenes — diopside,  augite, 
aegirite,  acmite,  and  probably  jadeite — are  closely  isomorphous,  but 
differ  somewhat  in  the  commoner  types  of  habit  which  they  assume. 
They  appear  to  belong  to  the  prismatic  class  of  the  monoclinic  sys- 
tem, but  may  in  part  belong  to  the  domal,  which  is  suggested  by 
exceptional  crystals  from  Canaan,  Conn.,  and  Orange  County,  N.  Y. 
However,  the  common  forms  exhibit  the  higher  degree  of  symmetry, 
as  do  also  the  etched  forms  on  (100),  (010),  (110).  (Fig.  6.)  These 
etched  figures  serve  to  identify  the  particular  pinacoidal  and  pris- 
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Fig.  6. 


matic  planes  by  the  shape  and  orientation  of  the  figure  on  each  as 
shown  in  the  diagram. 

Diopside-augite,  a:fc:c=  1.09213.1 :0.5S32,  /?-74°  10' 9". 
Acmite,  a:6:c=  1.0996: 1:0.6012,    /?=73°  11'. 

In  general  the  habit  of  diopside  and  augite  crystals  is  that  of 
short,  thick,  prisms  sometimes  several  times  longer  than  thick. 
It  is  rarely  tabular  or  bladed,  though  these  shapes  occur  oftener  in 
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crystals  in  metamorphosed  limestones  and  in  those  grown  freely  in 
cavities.  On  the  other  hand  the  more  alkalic  pyroxenes — sE^irite, 
acmite,  and  also  the  rare  jadeite — more  frequently  develop  long 
prismatic  crystals. 

In  diopiide  and  atigUe  the  common  forms  are:  a(lOO),  6(010), 
c(OOl),  m(llO),  n(221),  p<l01),  and  8(Ill)  in  augite.  Some  of 
the  simpler  types  of  diopside  are  shown  in  Figs.  7,  8,  and  9,  while 
those  of  augite  are  Figs.  10, 11.     When  in  igneous  rocks,  in  some  cases 


Fig.  7.        Fig.  S 
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Fro.  10. 


Fig.  11. 


the  6rst  and  second  pinacoids,  (100),  (010),  are  strongly  developed 
with  quite  subordinate  prism  faces  (110).  Cross  sections  of  such 
crystals  are  nearly  square  with  truncated  corners.  In  other  crystals 
the  prisms  (110)  are  nearly  as  well  developed  as  the  pinacoids,  and 
the  cross  sections  are  almost  octagon.s.  It  less  frequently  happens 
that  the  prism  faces  are  larger  than  the  pinacoids.  Cross  sections 
of  pyroxenes  are  quite  characteristic,  owing  to  the  habit  just  men- 
tioned and  the  fact  that  the  angle  between  the  prism  faces  is  nearly 
90°.  110AllO=92°50'  (Fig.  12).  Longitudinal  sections  are  some- 
times terminated  by  edges  symmetrical  to  the  longer  diameter  of  the 
section,  as  in  orthorhombic  pyroxene — sections  at  right  angles  to 
the  plane  of  symmetry — but  more  frequently  they  are  terminated 
by  edges  inclined  unsymmetrically  to  tlie  direction  of  the  c  axis — 
sections  parallel  to  (010),  or  nearly  .so. 

In  agirite  and  acmite  the  habit  is  more  frequently  that  of  long 
thin  prisms  with  steeper  terminal  planes  0(561)  (Figs.  13  and  14). 
The  first  pinacoid,  a(lOO),  and  the  prism  faces  m(llO)  are  usually 
well  developed,  while  the  second  pinacoid,  &(010),  may  be  wanting 
or  very  small.  Cross  sections  of  such  crystals  are  generally  six-sided 
(Fig.  15)  and  resemble  somewhat  those  of  amphibole,  from  which 
they  are  distinguished  by  the  prismatic  angle.  These  cross  sec- 
tions are  characteristic  of  EDgtrite  and  acmite. 
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Jadeite  crystals  are  also  long  prisms  in  some  instances  with  aix- 
eided  cross  sections  bounded  by  a(lOO)  and  m(llO),  like  those  of 
fegirite. 

In  the  igneous  rocks  euhedral  crystals  of  monoclinic  pyroxenes 
occur  as  phenocrysts  in  porphyritic  rocks  and  as  crystals  in  a  glass 
base  or  groundmass.  In  the  larger  crystals  the  terminal  faces  are 
often  well  developed  and  recc^izable,  but  in  the  smaller  ones  they 
are  not  so  sharply  developed. 

Suhhedral  crystals  are  more  common,  the  planes  in  the  prism 
zone  beii^  distinct,  while  those  at  the  extremity  of  the  prism  are 


not  recognizable.  More  or  less  rounded  forms  occur,  and  those 
whose  growth  was  interfered  with  by  adjacent  crystals.  Abnormal 
forms  occur  as  mlcrolites  in  some  rock  glasses,  called  "  crippled  " 
crystals  by  Zirkel.  They  are  in  some  cases  knobbed  at  the  ends 
of  short  prisms. 

Rarely  they  form  curved  and  radiating  aggregates,  as  in  the  glassy 
basalt  from  Matina  Loa,  Hawaii,  Fig.  16;  or  feather-like  and  plumose 
groups  of  microlites,  as  in  the  pitchstone  of  Arran,  Fig.  17,  In  this 
rock  there  are  also  rectai^ular  branching  aggregates  of  pyroxene 
needles. 

Anhedrat  forms  with  nearly  equidimensional  shapes  occur  in 
granular  rocks,  like  pyroxenite  and  some  gabbros;  or  they  may 
have  still  more  irregular  shapes,  as  when  they  form  the  matrix  mineral 
for  lime-soda-feldspars  in  some  basalts  with  ophitic  fabric. 

Twinning. — 1.  The  commonest  law  is  that  in  which  the  twinning 
plane  and  composition  plane  is  (100).  The  usual  form  in  augite  is 
shown  in  Fig.  18.  Often  between  the  two  principal  twinned  parts 
there  are  one  or  more  thin  lamellie  in  twinned  position.  This  form 
of  twinning  in  general  only  affects  the  outline  of  sections  cut  parallel 
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to  (010)  or  nearly  so,  and  may  be  overlooked  in  other  sections,  but 
it  is  easily  recognized  by  the  optical  orientation  of  the  twinned  parts 


Fio.  16. 

when  seen  between  crossed  nicols.     It  will  not  show  itself  in  sections 
cut  parallel  to  (100).     2.  Twinning   and  composition  plane  (001). 


This  is  Qsually  repeated  in  thin  plates  or  Iamell%  and  is  not  notice- 
able in  the  outline  of  the  crystal,  but  in  the  optical  orientation  of  the 


MONOCUNIC  PYROXENES. 


317 


lamellffi,  which  are  often  separated  by  planes  of  parting.  This  twin- 
ning is  of  secondary  origin  in  many  cases,  being  produced  by  pres- 
sure. It  has  been  produced  in  this  manner  artificially.  It  is  absent 
from  pyroxenes  in  imaltered  lava  forms  of  igneous  rocks.  3.  A 
third  mode  of  twinning  is  on  (101),  resulting  in  cruciform  twins, 
Fig.  19.  4.  Still  another  twinning  is  on  the  plane  (122),  and  may 
sometimes  be  repeated  several  times,  forming  a  stellate  group.  These 
last  two  modes  of  twinning  are  rare,  but  .have  been  observed  on 
augite  in  basalt  from  Bohemia. 

Cleavage  parallel  to  (110)  is  often  well  developed  and  especially 
noticeable  in  thin  section,  but  is  sometimes  quite  imperfect.  In 
cross  sections  the  traces  of  this  cleavage  intersect  at  92®  50'  (Fig.  12). 


Fig.  18. 


Fig.  19. 


A  second  cleavage  parallel  to  (100)  is  highly  developed  in  some 
diopeides  and  augites,  which  are  then  called  dlallage.  The  crystals 
separate  into  thin  plates.  This  may  be  imperfectly  developed  in 
other  cases  and  may  be  accompanied  by  an  imperfect  cleavage 
parallel  to  (010).  In  such  cases  cross  sections  exhibit  cleavage 
lines  in  two  rectangular  sets  intersecting  one  another  S3anmetri- 
cally.  In  longitudinal  sections  the  traces  of  all  of  these  cleavages 
are  parallel  to  one  another,  but  they  seldom  extend  as  uninterrupted 
cracks  the  full  length  of  the  crystal,  being  usually  short  and  inter- 
rupted. 

A  parting  parallel  to  (001)  is  generally  well  developed  in  crystals 
twinned  in  lamellse  parallel  to  this  plane.  It  appears  to  be  a  result 
of  the  multiple  twinning,  and  is  not  true  cleavage.  Fracture,  uneven 
to  conchoidaJ,  shows  itself  in  thin  section  as  irregular  cracks  traversing 
the  crystal  in  any  direction. 

H.  =  5-6,  diopside,  augite;  6-6.5,  acmite;  6.5-7,  jadeite. 

The  specific  gravity  varies  with  the  chemical  composition,  being 
highest  in  the  p3rroxenes  richest  in  iron. 
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Fassaite, 

2.979 

Famuithal 

Diopside, 

3.11 

Zermatt 

3.287 

Dekalb,  N.  Y. 

Hedenbergite, 

3.311 

Nordmark 

3.588 

Dognacska 

Augite, 

3.233 

Vesuvius 

3.434 

RoHsbeig 

JSgirite, 

3.51 

Kola  Peninsula 

3.63 

Kangerdluarsuk 

Acmite 

3.520 

Rundemyr 

• 

Jadeite, 

3.27 

Burma 

3.346 

Burma 

Optical  Properties. — In  the  monoclinic  pyroxenes,  including 
jadeite,  the  plane  of  the  optic  axes  is  parallel  to  the  second  pinacoid 
(910),  the  plane  of  symmetry.  The  acute  bisectrix  Z  is  situated 
in  the  obtuse  angle  p,  between  the  crystal  axes  c  and  a,  and  the  in- 
clination of  the  bisectrices  to  the  crystal  axis  c  and  the  value  of  the 
angle  between  the  optic  axes  vary  with  the  composition  of  the 
pyroxene.  But  the  chemical  composition  being  complex,  no  simple 
relationship  between  it  and  the  optical  properties  has  been  discovered 
up  to  the  present,  and  the  data  already  collected  on  these  characters 
are  quite  incomplete. 

A  study  of  the  diopside-hedenbergite  series  shows  that  the  in- 
clination of  the  acute  bisectrix  Z  to  the  crystal  axis  c  increases  with 
the  content  of  iron,  but  not  in  a  simple  ratio,  as  the  following  data 
indicate: 


ZAc. 

Fe,0^ 

F^O. 

Analysis 
in  Table. 

Diopside,  Nordmark,  type  V 

38*>3J' 

0.11 

2.49 

(67) 

Flink 

Ala. 

38«41i' 

— 

2.91 

(63) 

Wulfing 

ti           i  t 

38«»54' 

Des  Cloizeaux 

**        Nordmark,  type  IV 

38*>  45' 

0.19 

3.36 

(68) 

Flink 

a        III 

39*>1' 

0.48 

3.51 

(69) 

it 

*'        Taberg 

41°  24' 

0.88 

2.94 

(64) 

G.  Nordenskiold 

"         Nordmark,  type  II 

41^41' 

0.32 

7.34 

C70) 

Flink 

tl                            tt                        li          T 

44*»  38J' 

0.76 

17.34 

(71) 

(( 

Hedenbergite,  Tunaberg 

47*»10' 

— 

26.08 

(72) 

Wulfing 

The  data  with  respect  to  the  diopside-augite  and  augite-segirite 
series  is  not  so  definite,  the  variations  in  composition  being  greater. 
The  inclination  of  the  acute  bisectrix  Z  to  the  crystal  axis  c  in  the 
diopside-augite  series,  as  observed  by  Herwig  and  also  by  Doelter, 
ranges  from  38**,  in  varieties  near  diopside,  to  52°  in  augites  richer 
in  AI2O3  and  Fe203.  In  jadeite  the  angle  of  inclination  ranges  from 
31®  to  45®.  Further,  it  is  known  that  there  is  a  gradation  of  prop- 
erties from  augite  to  segirite  and  acmite,  and  that  in  the  latter  pyrox- 
enes the  angle  Zac  is  greater  than  90°,  the  acute  bisectrix  X  lying 
in  the  obtuse  angle  /?^  and  making  an  angle  of  from  3i°  to  6°  with  c. 
Observations  on  the  inclination  of  X  to  c  are  as  follows: 
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JE^Tite         Langesund 


tt 


Acmite 


Kola 
Rundemyr 


XAe. 
21%  to  3i% 
4%   to  4°  IS'j 
4%  to  6% 
Si**  to  6* 


Brdgger 

Wiilfing 

Ramsay  (white  light) 

BrOgger 


Dlo|Nid«I^ 
AvgltaZ. 


Fig.  20. 


The  accompanying  diagram,  Fig.  20,  represents  the  position  of 
the  bisectrices  in  the  plane  of  (010) 
for  different  kinds  of  monoclinic 
pyroxenes,  corresponding  to  the 
data  given.  It  will  be  seen  that 
the  angle  ZAc  increases  with  in- 
crease of  iron  from  about  38^  to 
96°.  The  angles  Xac  decrease 
correspondingly  from  52®  to  0® 
and  6®  in  the  obtuse  angle  ^.  If 
one  considers  the  extinction  angles 
measured  from  c  in  the  plane  (010) 
without  regard  to  the  character 
of  the  bisectrix,  it  will  be  found 
that  angles  from  38®  to  45®  corre- 
spond to  diopside  and  augite,  while 

angles  from  38®  to  6®  are  those  of  segirite-augite;   segirite-acmite 
having  angles  from  6®  to  0®,  to  6®  on  either  side  of  c. 

The  optic  angle  is  large  in  all  varieties  of  monoclinic  p3rroxenes, 
increasing  slightly  with  the  content  of  iron.  In  diopside,  augite, 
and  jadeite  the  acute  bisectrix  is  Z;  they  are  optically  (+).  In 
s^irite  and  acmite  the  acute  bisectrix  is  X;  optically  (— ).  The 
optic  angle  is  90®  for  some  intermediate  aegirite-augite,  not  yet  fully 
investigated. 

There  is  a  dispersion  of  the  bisectrices  within  the  plane  of  sym- 
metry, yielding  inclined  dispersion.  It  is  slight  in  diopside,  but  is 
strong  in  certain  titanium-bearing  augites,  and  is  also  considerable 
in  segirite.  In  this  mineral  the  dispersion  of  the  bisectrices  is  about 
IJ®.  A'Ac=3®30'r  and  4®58'gr.  From  this  it  happens  that  in 
sections  of  segirite  and  titaniferous  augites  cut  parallel  to  (010)  light 
is  not  extinguished  completely  belween  crossed  nicols  in  any  posi- 
tion, and  if  the  section  is  rotated  from  a  position  of  maximum  dark- 
ness to  one  side  it  becomes  yellow,  to  the  other  side  blue;  the 
direction  of  rotation  necessary  to  produce  either  color  depending 
on  the  orientation  of  the  section  with  respect  to  the  axis  of  rota- 
tion.    A  similar  phenomenon  is  also  visible  in  sections  cut  nearly 
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perpendicular  to  an  optic  axis  in  titaniferous  augite,  owing  to  a 
strong  dispersion  of  the  optic  axes,  which  ia  p<v  about  Z. 


IMopdde,  Ala. 


€f 


ft 


AnaL  a  fi 

(64)     1.6727y     1.6798y 

(64)     1.6707D     1.6776D 


««         Nonimaik,V    (67)    1.6710r     1.6780, 


*i 


ti 


t€ 


"      IV     (68)     1.6734y     1.6804y 
Tabei«  (65)     1.6765y     1.6836y 

Nordmark,  I    (70)     1.6086,     1.7057, 


Hedenbergite,  Tunaberg  (72)    1.7320^     1.7366, 
Jeffereomte,  Ogdensburg  1 .  72         1 .  726 

DiaUage,  The  Lusard 
Augite,  Renfrew 

Boreslau 

Auvergne 


1.679        1.681 
1.6975,    1.7039, 


(I 


ti 


<i 


II 


tt 


1.712 
1.706 


1.70 

1.717 

1.712 


Fraacati 


Jadeite 


Acmite,  Kongsberg 


.^Igirite,  Langesund 


—  1.74  — 

—  1.654  — 

1.765        1.803        1.820 


tt 


tt 


"  Kola 

.^girite-augite 


(59)  — 
1.7630, 

(60)  1.777 
1.680 


1.753, 
1.799Q, 
1.801 
1.687 


r  r-«  2V 

1.7026,     0.0299    58<>  69*, 

Des  Cloizeaux 

1.6996D    0.0289    59^  9^ 

Dufet 

1.7000,    0.0290    58*»43' 

Wulfing 

1.7029,     0.0295    68*>  57' 

Wulfing 

1.7052,     0.0267    59^  22^ 

G.  Nordenski6ld 

1.7271,     0.0285    60*»  28' 

Wulfing 

1.7506,     0.0186    59**  52^ 

Wulfing 

1.74  0.020  — 

Larsen 
1.703        0.024  — 

L6vy  and  Lacroix 
1.7227,     0.0252    61 M2' 

Wulfing 

—  —        QV 

Tschermak 
1.733        0.021  — 

L6vy  and  Lacroix 
1.728        0.022  — 

L6vy  and  Lacroix 

—  —        68" 

Tschermak 

—  0.029  70**  approx. 
/  L6vy  and  Lacroix 
\  Des  Cloizeaux 

0.055      67"  ±5* 
Larsen 


—  —       63*»  28', 

Brogger 

1.8126,     0.0496    62*>  13', 

Wulfing 

(White  light)  Ramsay 

1.709        0.029  — 

Viola 


Dispenion  <rf  biaeetrioes. 

Jadeite  — 

Hedenbergite,  Tunaberg  XaAc>XuAc=  6' 

Diopside,  Nordmark,  V  "            '  *     - 13' 

tt               **         IV  "            "     =11' 

tt                    tt              y  It               "       „    9* 

"         Ala  "            "     =10' 


Dispenion  of  optio  axes. 

p>v  Des  Cloizeaux 

li>U^W  Wulfing 

*«    -18'        " 

tt    ^28'        " 

"    =22'        " 

"    -30'        " 


JEgirite,  Langesund 


jriiAc<A'aAf»l®28'     eo8ine>e/=51' 


tt 
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Fig.  21  shows  the  position  of  the  bisectrices  and  optic  axes 
in  the  plane  (010)  for  diopside,  Ala,  with  an  exaggerated  state* 
ment  of  the  dispersion.     Fig.  22  shows  the  same  thing  for  segirite. 


Fig.  21. 


Fia.  22. 


Langesund  fiord.  In  diopside  one  optic  axis  emerges  almost 
normal  to  the  third  pinacoid  (001)  and  exhibits  almost  no  dis- 
persion. The  other  axis  with  more  dispersion  is  nearly  perpen- 
dicular to  the  first  pinacoid  (100).  In  diopsides  and  augites  with 
greater  inclination  of  the  bisectrix  Z  to  c  one  optic  axis  is  more 
nearly  perpendicular  to  (100)  and  in  some  cases  the  dispersion  is 
more  pronounced — titaniferous  augites.  In  aegirite-augite  the  posi- 
tions of  the  optic  axes  shift  with  the  position  of  the  bisectrices,  as 
can  be  readily  understood  from  a  study  of  Fig.  20.  In  aegirite  and 
acmite  the  dispersion  of  each  of  the  optic  axes  and  the  bisectrices 
is  nearly  the  same.  The  position  of  the  optic  axes  with  reference 
to  the  basal  plane  (100)  is  seen  in  Fig.  22. 

From  the  foregoing  data  it  is  evident  that  the  refraction  of  mono- 
clinic  pyroxene  is  high  compared  with  that  of  feldspars,  quartz, 
and  Canada  balsam,  so  that  thin  sections  exhibit  noticeable  relief 
when  surroimded  by  feldspars  or  quartz;  outlines  and  cracks  are 
pronounced  and  the  surface  appears  shagreened  in  diaphragmed 
light.*  The  double  refraction  is  strong,  yielding  interference  colors 
of  the  second  order  in  ordinary  thin  sections.  In  aegirite  the  double 
refraction  is  high,  the  interference  colors  reaching  the  third  order 
in  most  sections.  Conical  refraction  is  pronounced  in  sections  at 
right  angles  to  an  optic  axis;  and  in  some  varieties  there  is  notice- 
able dispersion,  as  already  noted.    The  double  refraction  of  mono- 
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cHnic  pyroxenes  is  higher  than  that  of  orthorhombic  pyroxenes, 
which  serves  to  distinguish  them  in  sections  in  certain  positions. 

Sections  parallel  to  (010)  exhibit  the  strongest  double  refraction 
(T'— a)  and  yield  the  highest  interference  colors.  In  convergent 
light  the  S3rmmetrical  form  of  the  interference  figure  shows  the 
emergence  of  the  optical  normal  Y,  in  the  center  of  the  field.  In 
such  sections  it  is  possible  to  determine  the  angle  of  inclination  of 
Z  OT  X  to  the  crystal  axis  c,  which  is  parallel  to  the  traces  of  the 
prismatic  or  pinacoidal  cleavages. 

In  sections  in  the  zone  of  (010)  (100),  that  is,  parallel  to  the  c  axis, 
the  traces  of  the  prismatic  or  pinacoidal  cleavages  are  always  parallel 
to  one  another  and  to  the  c  axis.  The  extinction  angles  measured 
from  the  cleavage  cracks  range  from  the  maximum  in  the  plane  (010) 
to  0  in  (100). 

In  sections  in  the  zone  (100)  (001),  that  is,  parallel  to  the  b  axis, 
the  traces  of  the  prismatic  cleavage  intersect  one  another  at  various 
angles,  which  are  87°  and  93°  in  sections  perpendicular  to  c,  and 
gradually  change  to  0°  and  180°  in  the  plane  (100).  In  all  of  these 
sections  the  directions '  of  vibration,  positions  of  extinction,  bisect 
the  angles  between  the  traces  of  the  prismatic  cleavage.  They  are 
parallel  to  the  traces  of  the  pinacoidal  cleavage  when  present,  these 
traces  intersecting  one  another  at  90°  in  all  sections  in  this  zone. 

In  sections  in  the  zone  (001)  (010)  parallel  to  the  a  axis  the  traces 
of  the  prismatic  cleavage  intersect  one  another  in  a  manner  similar 
to  that  in  the  zone  (100)  (001),  except  that  one  intersection  varies 
from  87°  in  (001)  to  180°  in  (010),  while  the  other  varies  from  93°  to  0°. 
In  this  series  of  sections  the  directions  of  extinction  bisect  the  angles 
between  the  cleavage  traces  in  only  one  case — when  the  section  is 
parallel  to  (001).  In  all  others  the  directions  of  extinction  are  un- 
83rmmetrical  to  the  prismatic  cleavage  cracks. 

The  optical  properties  of  pyroxenes  twinned  on  (100)  is  readily 
understood.  The  twinned  parts  exhibit  symmetrical  extinction 
angles,  that  is,  behave  in  exactly  opposite  manner,  when  they  are  cut 
by  planes  in  the  zone  of  either  assumed  twinning  axis,  axis  of  rotation  c, 
or  the  normal  to  (100).  The  first  is  the  zone  (100)  (010),  the  second 
ia  the  zone  whose  planes  are  perpendicular  to  (100),  the  plane  of  sym- 
metry for  the  twin.  In  all  other  positions  the  optical  behavior  of 
each  of  the  twinned  parts  will  be  different. 

Zonal  Structure. — In  some  varieties  of  monoclinic  pyroxene  there 
is  a  pronounced  zonal  structure  noticeable  between  crossed  nicols,  or 
visible  in  ordinary  light.     In  the  darker-colored  varieties,  titaniferous 
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augit^y  aegirite-augites,  and  aegirite-acmites,  it  appears  as  zones  of 
different  colors.  In  almost  every  case  the  lighter-colored  zones  are 
nearer  the  center  of  the  crystal,  the  darker  ones  outside.  In  many 
cases  where  there  is  little  or  no  recognizable  difference  in  the  color 
of  zones  in  thin  section  there  is  a  distinct  difference  in  the  double 
refraction  seen  between  crossed  nicols.  The  zones  are  sharply  defined 
and  differ  in  interference  color  and  orientation,  and  to  some  extent 
in  refractive  index,  which  may  be  observed  in  diaphragmed  light. 
The  differences  in  some  cases  are  progressive  from  the  central  part 
of  the  crystal  toward  the  margin;  in  others  there  is  an  alternation 
from  zone  to  zone  without  very  great  difference  between  the  central 
and  marignal  zones.  It  is  evident  that  the  zones  differ  in  chemical  com- 
position. In  the  sodic  varieties  the  variation  is  uniformly  from 
a  less  sodic  central  crystal  to  a  more  sodic  and  more  ferric  margin, 
a  colorless  augite  having  a  margin  of  green  or  brown  segirite  or  acmite. 
In  the  diopside-augite  series  the  central  part  of  the  crystal  appears 
to  be  nearer  the  diopside  end  of  the  series,  the  outer  part  farther  from 
it,  that  is,  richer  in  Al203,Fe203. 

Hour-glass  Structure. — In  pyroxenes  exhibiting  marked  zonal 
structure  and  noticeable  difference  in  composition  it  frequently 
happens  that  the  optical  orientation  of  the  crystal  is  not  zonally 
uniform,  but  there  are  slight  optical  differences  in  different  areas  of 
the  section,  which  are  regularly  spaced  in  some  cases  and  irregularly 
in  others.  The  regularly  spaced  areas  usually  appear  definitely 
oriented  with  respect  to  the  crystal  planes  of  the  pyroxene,  so  that 
the  crystal  is  divided  into  sectors  which  in  longitudinal  sections  take 
a  form  suggesting  that  of  an  hour-glass  (Fig.  23).  Wedge-shaped 
areas  extend  from  the  ends  of  the  prismatic  section  toward  the  center. 
In  other  positions  of  sections  and  in  certain  crystals  the  areas  having 
different  optical  orientation  are  less  regularly  shaped.  This  phenom- 
enon is  especially  noticeable  in  titaniferous  augite,  in  certain  nephelite- 
and  leucite-bearing  lavas,  as  tephrites  and  basanites.  In  these 
pjrroxenes  it  is  seen  to  accompany  differences  of  color  in  the  different 
parts  of  a  cr3rstal.  The  same  is  still  more  noticeable  in  certain  segirite- 
augite,  segirite,  and  acmite  crystals  from  nephelite-syenites  in  Norway. 
In  the  case  of  acmite  from  Rundemyr  it  was  pointed  out  by  Brogger 
that  the  brown  portions  were  added  on  to  the  pinacoidal  faces  and 
not  to  the  prismatic;  also  on  (111)  and  (101),  Fig.  24.  In  other  words, 
the  chemical  composition  of  the  molecules  added  to  the  planes  (100) 
and  (010)  differed  from  those  added  to  the  faces  (110),  and  similarly 
for  certain  end  faces. 
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Cohr,  diopsides  are  colorless,  pale  green  to  dark  green,  also 
white  or  gray.  In  thin  section  they  are  colorless,  sometimes  pale 
greenish.  Hedenbergite  is  black  or  greenish  black,  in  thin  section 
green.  Augites  are  dark  green  to  black,  in  thin  section  almost 
colorless  to  pale  green;  varieties  richer  in  Fe203  are  yellowish  to  pale 
brownish;  those  containing  considerable  titanium  are  often  pale  violet- 
brown,  but  may  be  green  or  colorless;  aegirite-augite,  aegirite,  and 
acmite  are  black;  in  thin  section  they  are  strong  green  and  greenish 
brown,  and  acmite  is  strong  brown.  Jadeite  is  colorless  or  white; 
in  thin  section  colorless.  The  more  strongly  colored  augites,  besides 
aegirite  and  acmite,  are  pleochroic;  the  augites  to  a  slight  extent, 
aegirite  and  acmite  to  a  marked  degree.  Ordinary  augite  is  not  per- 
ceptibly pleochroic.  In  some  cases  there  is  a  slight  difference  in 
absorption  in  different  directions. 


X 

Y 

Z 

Diallage 

pale  greenish 

pale  yellowish 

pale  greenish 

•Ro. 

Augite,  basalt, 

Frascati 

clove-brown 

grass-green 

olive-green 

Ts. 

Augite,   teph* 

rites 

yellowish 

reddish,  brownish, 

greenish,  or  violet 

yellowish 

Ro. 

Titaniferous  au- 

gite 

yellowish  gray 

reddish  violet 

yellowish  red  to  violet 

Ro. 

iEgirite-augite 

grass-green 

sap-green 

yellowish  or  brownish 
to  greenish 

Ro. 

iEgirite,      1 
Iiangesund  j 

deep  olive-green 

olive  green  to 

brown     to     brownish 

to  grass-green 

grass-green 

yellow,  greenish  tinge 

Br. 

.^Igirite,  Eker 

deep  grass-green  lighter  grass-green 

yellow-brown  to  yellow 

Br. 

"       Laven 

pure  green  to 

blue-green 

olive-green 

yellowish  grass-green 

Ro. 

"       Sarna 

blue-green 

sap-green 

yellow-green 

T6. 

"       Kola 

pure  green 

yellow  grass-green 

brown-yellow 

Ra. 

' '       Azores  dark  green 

yellow-green 

dirty  yellow 

Pa. 

Acmite,  Ditro 

dark  brown 

brownish  green 

brownish  green 

Be. 

Acmite,     Run- 

demyr 

light  brownish 

greenish    yellow 

with  greenish 

with  brownish 

Brownish  yellow 

tinge 

tinge 

Br. 

8ame,  very  thin 

section 

greenish  brown 

yellow 

greenish  yellow 

Ro. 

Same,    thicker 

section 

dark  brown 

light  brown 

greenish  yellow 

Ro. 

*Be.  Beeke;  Br.  BrOgger;  Pa,  Pacheeo;  Ra.  Ramsay;  Ho.  Rosenbtutch ;  To.  Tdrnebohm, 
Tb.  Tschermak. 
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Ib  tegirite  and  acmite,  the  absorption  is  A'>  K>2.  As  already 
said  ia  connection  with  zonal  structure,  the  color  of  monoclinic  pyrox- 
enes may  be  unifonn  for  one  crystal,  or  may  var>'  zonally,  or  in  sectors, 
or  in  an  irregular  manner.  The  darker-colored  varieties  are  more 
commonly  outside  of  the  lighter-colored  ones.  To  this  there  are  ex- 
ceptions in  the  titaniferous  augites.  The  brown  and  green  pleochroic 
{egirites  and  acmites  are  often  mistaken  for  hornblendes.  In  most 
cases  the  monoclinic  pyroxenes  are  much  less  pleochroic  than  the 
hornblendes. 


FiQ.  23. 


Fio.  246. 


Diallage  sometimes  has  a  bronze-like  luster  resembling  bronzite, 
and  due  to  the  same  kind  of  inclusions  that  occur  in  this  mineral. 

Inclusioiis. — ^The  inclusions  in  monoclinic  pyroxenes  vary  with  the 
mode  of  occurrence  of  the  pyroxene  to  a  large  extent.  In  many  cases 
they  are  almost  entirely  absent.  Gas  inclusions  occur  quite  generally 
in  pyroxenes  in  coarser-grained  rocks.  In  some  instances  the  gas 
b  carbon  dioxide  associated  with  the  liquid  form  of  COj.  Liquid 
inclusions  are  not  very  common,  but  occur.  Glass  is  enclosed  to 
a  variable  extent  in  pyroxenes  in  lavas,  often  in  great  quantities. 
It  sometimes  is  like  the  groundmass  around  the  pyroxene  and  con- 
tains various   microlites.     Such  inclusions  may   be  hoi ocrystal line. 

Monoclinic  pyroxenes  frequently  inclose  crystals  of  other  min- 
erals associated  with  them  in  the  rock,  apatite,  magnetite,  etc.  Mag- 
netite in  some  cases  is  especially  abundant,  augite  microlites  being 
thickly  sprinkled  with  it.  Their  frequent  close  as-sociation  indi- 
cates an  affinity  for  one  another.  Ilmenile  rods,  blades,  plates,  and 
grains  occur  in  diallage  and  augite  of  certain  gabbros  and  peridotites 
in  the  same  manner  as  in  enstatite  and  hypersthene.    They  are 
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arranged  in  several  directions  in  planes  parallel  to  (100),  and  some- 
times parallel  to  a  steep  terminal  plane.  Orthorhombic  pyroxenes 
are  sometimes  surrounded  by  monoclinic  pyroxene  in  concentric 
parallel  growth.  Oftener  the  two  are  intergrown  in  laminse  parallel 
to  (100)  in  the  manner  already  described  under  orthorhombic  pyrox- 
ene. The  monoclinic  variety  is  diallage  or  augite.  Hornblende  and 
mica  are  sometimes  intergrown  with  pyroxene,  but  oftener  they 
surroimd  it  as  a  later  crystallization.  Lime-sodorfeldspars,  especially 
labradorite,  are  frequently  inclosed  in  augite  in  a  poikilitic  manner. 
In  ophitic  fabrics  single  crystals  of  augite  act  as  a  matrix  for  several 
feldspars,  besides  other  minerals,  as  olivine,  magnetite,  etc.  Feld- 
spars are  sometimes  inclosed  in  an  irregular  manner  in  pyroxenes 
in  other  kinds  of  rocks.  NephelUe  and  sometimes  sodalUes  are 
inclosed  by  segirite  in  a  poikilitic  manner.  This  is  well  shown  in 
urtite  from  the  Kola  peninsula. 

Modes  of  Occurrence. — Monoclinic  pyroxenes  are  chiefly  foimd 
in  igneous  rocks,  especially  in  lavas.  They  are  much  less  common 
in  metamorphic  rocks,  though  in  certain  varieties  of  these  they  are 
abundant  or  form  the  principal  constituent.  In  igneous  rocks  they 
occur  sparingly  in  the  quartzose  kinds,  and  become  more  and  more 
abundant  in  less  siliceous  rocks  richer  in  lime  and  ferromagnesian 
elements. 

Diopside  occurs  in  quite  different  kinds  of  igneous  rocks,  as  already 
pointed  out  in  connection  with  the  chemical  analyses:  in  certain 
granites,  leucite-orthoclase-lavas,  wyomingite  and  madupite,  in 
some  gabbros,  basalts,  pyroxenites,  and  picrites;  its  development 
in  these  magmas  having  been  influenced  by  lack  of  available  alu- 
mina. It  is  to  be  noted  that  it  occurs  both  in  lavas  and  in  coarsely 
crystalline  rocks. 

DidUage,  in  part  diopside,  in  part  augite,  is  found  in  the  coarser- 
grained  rocks,  such  as  gabbro,  peridotite,  pyroxenite.  It  does  not 
occur  in  extrusive  lavas. 

Av^e,  varying  in  amounts  of  alumina  and  ferric  oxide,  is  the 
most  widely  distributed  pyroxene,  occurring  in  igneous  rocks  of 
all  degrees  of  crystallinity  and  granularity,  and  having  a  wide  range 
of  chemical  composition.  The  varieties  which  are  lighter  colored 
in  thin  section  occur  in  granites,  syenites,  diorites,  and  closely  related 
rocks,  except  when  the  pyroxene  approaches  aegirite-augite,  when 
it  is  stronger  colored  and  green.  The  yellower  and  slightly  pleo- 
chroic  augites  occur  in  the  less  siliceous  rocks  richer  in  iron,  such 
as  some  gabbros,  basalts,  peridotites,  and  pyroxenites,  certain  nephel- 
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ite-  or  leucite-bearing  rocks,  and  others.  The  violet-tinted,  green 
or  colorless,  titanium-bearing  augites  occur  in  the  same  kinds  of 
rocks  as  those  last  mentioned. 

^ginte-aiLgiiey  cegirite,  and  acmite  are  found  in  the  more  alkalic 
rocks,  both  the  coarse  grained  and  the  lavas,  such  as  granites,  syen- 
ites, nephelite-syenites,  urtite,  ijolite,  and  the  porphyry  and  glassy 
forms  of  these  and  similar  magmas.  Consequently  they  do  not  occur 
in  diorites,  gabbros,  peridotites,  pyroxenites,  or  in  their  lava  equiv- 
alents, the  andesites,  basalts,  limburgites,  and  augitites. 

Jadeite  is  found  in  phanerocr3n3talline  and  microcrystalline  rocks 
whose  field  occurrence  and  geological  character  are  in  some  doubt. 
It  occurs  in  a  dike  with  albite  and  nephelite  at  Tawmaw,  Burma, 
where  it  appears  to  be  of  igneous  origin. 

As  secondary  crystallizations,  that  is,  as  products  of  alteration 
in  igneous  rocks,  monoclinic  pyroxenes  are  not  common,  as  are  the 
amphiboles.  A  light-colored  diopside  or  augite  has  developed  second- 
arily in  a  peridotite  from  Little  Deer  Isle,  Me.,  according  to  Merrill.^ 
It  attaches  itself  as  a  secondary  enlargement  to  violet-tinted  augite, 
extending  as  sharp-pointed  projections  into  adjacent  serpentine. 
It  also  occurs  isolated  within  the  serpentine.  j£girite,  in  needle-like 
crystals,  singly  or  in  clusters  accompanying  zeolites,  appears  to  be 
secondary  in  certain  nephelite-syenites,  tinguaite,  and  related  rocks. 
Gross  describes  a  secondary  enlargement  of  colorless  p3^oxene  by 
segirite  in  a  granite-like  dike  cutting  gneiss  in  Colorado.^ 

In  metamorphic  rocks  the  monoclinic  pyroxenes  are  diopside, 
hedenbergite,  or  augite,  and  possibly  jadeite,  but  its  mode  of  occur- 
rence is  in  doubt.  The  two  principal  kinds  of  occurrence  are  the 
gneisses  and  crystalline  schists  and  zones  of  contact  metamorphism. 

Since  gneisses  are  so  closely  related  to  igneous  rocks  that  they  may 
in  some  cases  be  unaltered  forms  of  igneous  rock  exhibiting  original 
lamination,  while  in  many  cases  they  may  be  but  slightly  modified 
igneous  rocks,  it  follows  that  the  occurrence  of  pyroxenes  in  these 
rocks  is  nearly  the  same  as  in  chemically  similar  igneous  rocks,  except 
that  in  general  pyroxene  is  not  so  common  in  them,  being  frequently 
altered  to  amphibole.  For  this  reason  also  it  is  seldom  found  in  the 
more  schistose  rocks,  though  it  sometimes  forms  massive  lenticular 
layers  interlaminated  with  the  schists. 

In  contact  zones,  diopside,  hedenbergite,  and  augite  are  often 


»  Am.  Jour.  Sci.,  Vol.  35,  1888,  p.  488. 
» Ibid,,  Vol.  39,  1890,  p.  365. 
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developed^  sometimes  as  minute  components  of  dense  homstones, 
at  others  as  large,  well-formed  crystals  in  calcite,  together  with  other 
silicates,  such  as  wollastonite,  vesuvianite;  garnet,  etc. 

Resemblances. — The  monoclinic  pyroxenes  are  most  like  the  ortho- 
rhombic  pyroxenes,  which  they  resemble  in  cross-section  and  cleavage 
and  in  refraction,  and  to  a  large  extent  in  color.  The  monoclinic 
varieties  are  distinguished  by  the  inclined  extinction  in  most  longi- 
tudinal sections;  those  parallel  to  (100)  having  parallel  extinction 
like  the  orthorhombic  varieties.  But  sections  in  this  plane  (100),  in 
diopside  and  augite,  are  at  right  angles  to  an  optic  axis,  while  in  ortho- 
rhombic  pyroxenes  they  are  perpendicular  to  a  bisectrix.  There  is 
a  similar  distinction  in  sections  at  right  angles  to  the  crystal  axis  c. 
Monoclinic  pyroxenes  having  nearly  the  same  colors  as  hypersthene 
are  less  pleochroic.  The  double  refraction  is  stronger  in  the  mono- 
clinic forms,  but  sections  nearly  perpendicular  to  an  optic  axis  exhibit 
low  interference  colors.  The  crystallographic  position  of  such  sec- 
tions serves  to  distinguish  the  two  forms  as  just  stated. 

Colorless  diopside  and  augite  closely  resemble  olivine  in  refrac- 
tion and  double  refraction.  But  olivine  has  the  higher  double  refrac- 
tion in  some  sections,  and  may  generally  be  distinguished  from 
pyroxene  by  the  absence  of  the  characteristic  cleavage,  by  its  out- 
ward form  or  the  habit  of  its  crystals,  and  by  its  characteristic  mode 
of  alteration. 

Monoclinic  pyroxenes  and  amphiboles  are  much  alike,  having 
similar  refraction,  double  refraction,  and  in  some  varieties  similar 
colors.  Their  chief  differences  are  in  the  angles  of  prismatic  cleavage, 
that  of  amphibole  being  about  124**  and  56**;  and,  in  the  habit  of 
the  crystals,  cross-sections  of  pyroxene  being  commonly  square  or 
nearly  octagonal,  those  of  amphibole  rhombic  with  two  angles  trun- 
cat'Cd  symmetrically.  Diopside  and  light-colored  pyroxenes  resemble 
in  color  tremolite  and  actinolite,  which  are  usually  in  acicular  prisms. 
Common  hornblende  is  strongly  colored,  with  pronounced  pleo- 
chroism,  which  distinguishes  it  from  diopside  and  augite  in  thin  sec- 
tion. It  resembles  ffgirite-augite,  segirite,  and  acmite,  which  are  dis- 
tinguished by  pyroxene  cleavage  in  cross-section,  and  by  the  differ- 
ence in  the  bisectrices  nearest  the  crystal  axis  c.  In  aegirite  and 
acmite  this  is  X,  in  hornblende  it  is  Z,  But  it  is  X  in  arfvedsonite 
and  riebeckite  which  occur  in  rocks,  together  with  the  sodic  pyroxenes , 
and  may  be  distinguished  from  them  by  their  cleavage  and  colors, 
the  sodic  amphiboles  having  a  blue  or  bluish  tone  in  most  cases. 

Diopside  and  augite  resemble  epidote  and  zoisite  in  refraction 
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but  epidote  has  stronger  double  refraction  and  zoisite  very  low  double 
refraction.  The  characteristic  greenish  yellow  of  most  epidote  is 
also  distinctive,  together  with  the  habit  of  the  crystals  when  euhedral, 
and  their  optical  orientation,  the  prisms  being  elongated  parallel  to 
the  b  axis. 

Augite  and  diopside  resemble  melilite  in  refraction  and  color  in 
some  cases,  but  melilite  is  distinguished  by  its  extremely  low  double 
refraction  and  blue  interference  color. 

Laboratory  Production. — Diopside  and  augite  are  readily  produced 
in  open  crucibles  from  their  molten  constituents.  They  are  com- 
mon in  many  furnace  slags.  Monoclinic  pyroxene  crystallizes  from 
the  liquid  obtained  by  melting  hornblende.  This  is  generally  accom- 
panied by  the  separation  of  magnetite.  Fouqu^  and  Michel  L^vy 
obtained  them  in  numerous  experiments  upon  the  crystallization  of 
various  mineral  combinations  in  open  crucibles.  Day  and  his 
colleagues  in  Washington  have  established  the  relationship  between 
orthorhombic  and  monoclinic  pyroxene  and  amphibole  produced 
from  dry  melts. 

SPODUMENE. 

CoifPOsmoN:  LiAl(SiOa)). 

Monoclinic:   prismatic,     a: 6 :c  =  1.1283: 1:0.62345,  /d-69**32y. 

Tvnnning:   twinning  and  composition  plane  (100). 

Cleavage:    perfect,  parallel  to   (110);    parting  parallel  to   (100),  often 
prominent. 

Fracture:  uneven  to  subconchoidal.  H.— 6.5-7.  Sp.  gr.  =3.17-3.19. 
Optical   Properties:    biaxial.     Plane  of  optic  axes  parallel   to   (010) 

optically  (+),Zac-26*'  in  obtuse  angle  fi.    Des  Cloizeaux.    27,-54° 

to80^ 

ay -1.651,     /9y -1.669,     ry -1.677.    Des  Cloizeaux. 

Cohr:  greenish  to  grayish  white,  yellowish  green,  emerald  green  (hiddenite) , 
yellow,  pale  amethystine  (kunzite) .  In  thin  sections  colorless.  Luster: 
vitreous,  on  cleavage  surfaces  somewhat  pearly. 

Chemical  Composition. — Metasilicate  of  lithium  and  aluminium, 
LigOAlgOa -48102,  or  SiOz  64.5,  AI2O3  27.4,  LiaO  8.1=  100. 
Sometimes  there  is  a  little  sodium,  and  in  hiddenite  there  is  a  little 
chromium  which  may  occasion  the  color. 

Alteration. — Not  acted  on  by  ordinary  acids.  Spodumene  alters 
to  a  variety  of  minerals.  The  changes  in  the  spodumene  of  Branch- 
ville,  Conn.,  have  been  specially  studied.  One  mode  of  alteration 
is  to  a  mixture  of  albite  and  eucryptite,  in  graphic  intergrowth. 
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A  subsequent  stage  in  the  alteration  is  a  mixture  of  albite  and  mus- 
covite,  known  as  cymatolite.  Microcline  is  also  produced,  and  in 
some  cases  quartz  and  killinite,  a  cryptocrystalline  aggregate  having 
the  composition  of  muscovite. 

Crystal  Forms  and  habit  somewhat  similar  to  those  of  diopeide- 
augite,  but  the  value  of  the  axial  angle,  /?=69®  31^',  is  slightly  differ- 
ent from  that  in  these  minerals.  Prisms  parallel  to  the  c  axis,  with 
pinacoids  a(lOO),  6(010),  and  the  prism  m(lOO),  besides  other  prism 
faces,  and  terminal  planes  less  perfectly  developed.  Often  flattened 
parallel  to  o(lOO),  Fig.  1.  Crystals  sometimes  very  large,  4  to  6 
feet  long  and  1  foot  broad.  H.  =  6.5-7.  Sp.  gr.  =  3.170,  hiddenite; 
3.193,  Branchville. 

Twinning  parallel  to  (100),  as  in  other  monoclinic  pyroxenes. 


Fig.  1. 


Fig.  2. 


Cleavage.  —  Prismatic,  with  angles  of  93°  and  87®.  Also  pro- 
nounced parting  parallel  to  the  first  pinacoid  which  separates  the 
crystal  into  thin  plates.  This  parting  when  combined  with  one 
of  the  prismatic  planes  of  cleavage  gives  an  obtuse  angle  suggesting 
that  of  tremolite,  which  may  lead  to  confusion  with  this  mineral. 

Optical  Properties. — ^Very  similar  to  those  of  diopside.  Biaxial 
with  the  plane  of  the  optic  axes  in  (010).  Z  is  the  acute  bisectrix, 
optically  (+),  in  obtuse  angle  /9,  Fig.  2. 

Brazil,  Z  Ac«  23i*»-24®  Greim 

Alexander  Ck).,  N.  C.    "  =25*»-25J*»      " 

"  »26^  DesCloizeaux 

a  (i  r        r-«  SK 

Alexander  Co.,  N.  G.  1 . 651  j  1 . 669^  1 . 677y  0. 026        —      Des  Gloizeaux 
Brazil,  1.660    1.666    1.676    0.016  54«>-60%  I^vy  and    Lacroix 
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ColoTf  greenish  or  grayish  white,  emerald  green,  yellow,  ame- 
thystine, colorless  in  thin  section.  Thicker  sections  or  crystals  of 
green  hiddenite  are  pleochroic. 

Modes  of  Occurrence. — Spodumene  occurs  in  granitic  pegmatites 
with  quartz,  alkalic  feldspars,  muscovite,  lepidolite,  tourmaline, 
beryl,  occasionally  petalite,  and  with  certain  phosphate  minerals. 
These  rocks  may.  be  fine  grained,  but  are  oftener  extremely  coarse 
grained,  the  crystals  being  measured  in  feet,  as  at  Branchville,  Conn., 
and  in  the  Black  Hills. 


LA\rENITE. 

Composition  :  Na(Mn,Ca,Fe)  (ZrO,F)  (SiO,) ,. 

MoNOCLiNic:   prismatic.     a:6:c  =  1.0963: 1 :0.71509,  /?-69®  42^. 

Twinning:  Twinning  plane  and  composition  plane  (100). 

Cleavage:    (100).     H.=6.     Sp.  gr.  =3.51-3.55. 
Optical    Properties:     biaxial.    Plane    of    optic    axes    (010).     Xac^ 

19°  25'  to  20°  18'  in  acute  angle  p.    2V  -79°  46'.    /?- 1.750. 
CoUrr:  colorless,  yellow,  also  dark  red-brown  to  black-brown.  Luster:  vitreous. 

Chemical  Composition. — Laven- 
ite  is  a  silicate  of  sodium,  calcium, 
manganese,  and  iron,  which  con- 
tains considerable  zirconium,  partly 
as  a  base,  partly  as  acid,  besides 
smaller  amounts  of  fluorine,  nio- 
bium, and  titanium.  A  chemical 
analysis  of  material  containing 
3.08  per  cent,  of  insoluble  zircon  is 
given  in  I.,  which  reckoned  without 
the  zircon  is  II.  Analyses  of  the 
lighter-  and  darker-colored  varie- 
ties show  that  the  percentage  of 

MnO    is    greater    in    the    darker- 

101.01         101.66        colored   varieties,    and    that    CaO 

O  for  F  1.60  1.66        and  Na20  are  more  abundant  in 

the  lighter  colored. 

99.41        1(X).00  Alteration. — Partly  decomposed 

by  hydrochloric  acid.  According  to  Brogger  the  light-colored  lavenite 
appears  to  be  a  somewhat  altered  variety.  The  optical  orientation 
and  the  double  refraction  are  not  uniform  throughout  a  crystal,  but 
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change  notJcesbly  from  place  to  place.  This  variation  is  not  observed 
in  the  dark-colored  lavenltes,  which  appear  perfectly  fresh. 

L£venite  has  undergone,  in  some  instances,  complete  alteration 
to  aa  a^regate  of  various  minerals.  This  is  not  in  the  nature  of 
leathering,  but  is  probably  an  alteration  brought  about  before  the 
final  solidification  of  the  rock.  Such  peeudomorphs  of  lavenit«, 
resembling  those  of  mosandrite,  consist  of  fluorite,  colorless  or  deep 
violet-blue,  which  acts  as  a  sort  of  matrix  for  the  other  constituents. 
The  deep  color  is  in  streaks  parallel  to  the  c  axis  of  the  l&venite,  sug- 
gesting that  the  alteration  took  place  along  the  cleavage  plane  (100). 
Through  the  fluorite  are  scattered  minute  pyramidal  crystals  of  zir- 
con, anhedrons  of  magnetite,  dark-brown  anhedrons  which  are 
probably  pyroehlore,  besides  abundant  prisma  of  a  yellow  mineral 
with  high  refraction  and  strong  double  refraction,  which  Brogger 
considers  to  be  a  pyroxene  of  the  aeglrife  series,  poor  in  iron  and 
probably  containing  zirconium.  In  places  the  aggregate  is  colored 
with  hydrous  oxide  of  iron. 

Ciystal  Forms. — Lavenit«  crystallizes  In  monoclinic  forms  some- 
what like  those  of  legirite  or  acmite,  that  is,  in  prisms  parallel  to 
the  c  axis,  having  Tn(llO)  well  developed,  n(2I0)  subordinate,  and 
a(lOO)  usually  present,  b(010)  being  rare.  Terminal  planes  are 
€(111)  and  ?(101),  Fig.  1,   rarely  (Oil).    Tabular  crystals   parallel 


to  a(lOO)  are  rare.  Fig.  2.     Euhedral  crystals  are  the  commoner 
tonns,  but  rounded  anhedral  forms  also  occur. 

Twinned   crystals   are   frequent,    there    being   several    twinned 
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lamellsQ  in  some  cases.  The  twinning  plane  is  (100),  that  of  most 
common  occurrence  in  pyroxenes. 

Cleavage  parallel  to  (100)  is  rather  perfect.  Fracture  cracks  are 
generally  very  numerous,  the  mineral  being  rather  brittle. 

Optical  Properties. — Plane  of  the  optic  axes  (010).  The  acxite 
bisectrix  X  lies  in  the  acute  angle  y?  of  the  crystal,  the  angle  of  incli- 
nation varying  with  the  chemical  composition  and  color  (Fig.  3). 
Light-colored  XAc=19^  25';  dark-colored  X Ac=2{f  18';  dark- 
colored  2F  =79^  46';  dark-colored  ^y  =1.750  Brogger;  ;-- a  =  0.03 
L6vy  and  Lacroix. 

Lavenite  is  optically  (— ),  but  the  large  size  of  the  optic  angle 
makes  it  possible  that  some  varieties  may  be  optically  (+);  disper- 
sion of  the  optic  axes  weak.  The  double  refraction  is  slightly  higher 
than  that  of  diopside. 

CcloTy  colorless  to  yellow,  also  dark  reddish  brown  to  blackish 
brown.  In  thin  sections  colorless  to  pale  yellow,  with  weak  pleo- 
chroism.  The  darker-colored  varieties  are  strongly  pleochroic. 
X  light  wine-yellow,  Y  light  yellowish  green,  Z  deep  orange-red  to 
red-brown.    Z>Y>X. 

Modes  of  Occurrence. — Lavenite  is  a  rare  mineral  found  in  a  few 
localities  in  nephelite-syenite  and  pegmatite  on  the  Islands  of  Laven 
and  Aro  in  Langesund  fjord,  Norway.  It  has  also  been  found  in 
nephelite-syenite  from  Kassa,  one  of  the  islands  of  West  Africa,  and 
from  Serra  de  Tingua,  Brazil,  and  in  tinguaites,  acmite-trachytes, 
and  phonolites,  also  in  sanidinites  from  San  Miguel,  Azores. 

Resemblances. — Lavenite  resembles  wohlerite  in  color  and  in 
mode  of  occurrence,  but  differs  from  it  in  crystal  habit,  in  slightly 
higher  refraction  and  double  refraction,  and  in  optical  orientation. 
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WOHLERITE. 

Composition:  12(Na„Ca)  •  (Si,Zr)0,RNbA  with  F. 
MoNOCLiNic:  prismatic.    a:6:c -•1.0549: 1:0.7091,  /?«70**45'. 

Tvjinning  plane  (100). 

Cleavage  parallel  to  (010)  distinct.     Fracture:   conchoidal  to  splintery. 
H.«5.5-6.    Sp.  gr.« 3.41-3.44. 
Optical  Properties:  plane  of  the  optic  axes  perpendicular  to  (010). 
Inclination  of  acute  bisectrix  X  a  c  -43''  15'  in  acute  angle  p,    Z  parallel 

to  b.    Dispersion  small,  p<v.    Axial  angle  variable  in  a  single  crystal. 

27r  «71°  26'  to  78''  18'.    i^r  =  1.67-1.72  Des  Cloizeaux.     Optically  ( -) . 
Color:  light  yellow,  wine-,  honey-,  resin-yellow,  brownish,  grayish.    Luster: 

vitreous  to  resinous.    Pleochroism  weak.    Colorless  to  wine-yellow. 

Chemical  Composition. — Wohlerite  is  a 
zircoQosilicate  of  calcium  and  sodium  with 
small  amounts  of  other  bases  and  a  notable 
amount  of  niobium  and  some  fluorine.  It 
is  very  similar  in  composition  to  lavenite, 
but  contains  less  sodium  and  manganese 
and  more  calcium,  less  zirconium  and  ti- 
tanium and  more  niobium.  The  percent- 
age composition  is  given  in  the  chemical 
analysis.  Wohlerite  is  readily  attacked  by 
hot  concentrated  hydrochloric  acid. 

Crystal  Fonn. — Wohlerite  crystals  are 
almost  always  tabular  parallel  to  a(lOO), 
Fig.  1.  The  tables  are  comparatively 
thick.  Subordinate  planes  are  fe(OlO)  and 
several  prisms  m(llO),  n(210),  ^(120), 
and  h{130).  Also  c(OOl)  and  A;(l01),  fre- 
99.95  quently  d(lOl),  besides  p(lll),  s(lll),  and 
o(Oll).  Wohlerite  seldom  appears  in  crystals  of  microscopic  size, 
being  usually  megascopic.  Twinning  on  (100)  is  common  and  there 
are  often  several  twinned  lamellae,  which  are  sometimes  extremely 
thin.  Cleavage  parallel  to  (100)  distinct,  but  incomplete,  cleavage 
parallel  to  (110)  doubtful.  Fracture  cracks  abundant  in  all  direc- 
tions.   H.  =  5.5-6.    Sp.  gr.  =  3.41-3.44. 

Optical  Properties. — The  plane  of  the  optic  axes  is  perpendicular 
to  (010) ;  Z  is  parallel  to  the  crjrstal  axis  6.    The  acute  bisectrix  X 
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lies  in  the  acute  angle  /?,  and  Zac=43°  15'  (Fig.  2).  Wohlerite  is 
optically  negative  (~).  There  is  noticeable  horizontal  dispersion  and 
small  axial  dispersion,  p<v.  27=78*^  18'ii,  78°  37'na,  78°49'u  Brogger; 
a=  1.700,  ^=1.716,  r=  1.726,  r-«  =  0.026  L6vy  and  Lacjroix. 

The  refraction  and  double  refraction  are  about  the  same  as  in 
augite. 

Color,  usually  bright  honey-yellow  to  sulphur-yellow,  seldom 
deep  brownish  yellow  or  colorless.  In  thin  sections  colorless  to 
yellow,  with  distinct  pleochroism,  which  is,  however,  not  strong. 


Fig.  2. 

X  colorless  to  light  wine-yellow,  Y  colorless  to  light  wine-yellow, 
Z  deep  wine-yellow.    Z>  Y=X. 

Modes  of  Occurrence. — Wohlerite  is  one  of  the  commoner  of  the 
rare  minerals  found  in  the  nephelite-syenite  pegmatites  of  the  Lange- 
sund  r^ion,  occurring  there  in  numerous  localities. 

Resemblances. — Wohlerite  is  like  hiortdahlite  in  color  and  pleo- 
chroism, and  in  refraction  and  double  refraction,  but  is  distinguished 
by  its  monoclinic  character,  which  is  recognized  by  the  parallel  extinc- 
tion of  polarized  light  in  sections  in  the  zone  of  the  b  axis;  by  the 
absence  of  twinning  in  sections  parallel  to  a(lOO)  which  are  com- 
paratively broad,  and  its  presence  in  narrow  sections  inclined  to 
this  plane.  Wohlerite  is  also  like  l&venite  in  color,  but  has  a  differ- 
ent crystal  habit,  slightly  lower  refraction  and  double  refraction,  and 
different  optical  orientation. 
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ROSENBUSCHITE. 

Composition:  Na,Ca,((Si,Zr,Ti)0a)4. 

MoNOCLiNic:    prismatic,    aibic- 1.1687: 1 : 0.9776,  fi -78"*  13'. 

Cleavage:    perfect  parallel  to  (001),  rather  perfect  parallel  to  (100) 
and  (201).    Fracture:  uneven.     H.  =5-6.    Sp.  gr. -3.3u— 3.15. 
Optical  Properties  :  plane  of  the  optic  axes  and  X  at  right  angles  to 
(010).    X  is  in  the  acute  angle  fi.    Z Ac  =  12°  to  14°.    Opt.  +,2E^ 
110° ±10°,  2F-68°db5°,  a  1.683,  /3  1.688,  y  1.712,  7-a  0.029. 
Color:   light  orange-gray.     Luster:  vitreous. 

Chemical  Composition. 

eCaSiOs  •  2Na2Zr02F2  •  (TiSiOa  •  TiOa)  Brogger. 
Rosenbuschite  is  a  zirconosilicate  of  calcium 
and  sodium,  with  titanium  and  fluorine.  It  is 
chemically  somewhat  similar  to  lavenite  and 
wohlerit^,  but  is  crystallographically  more 
nearly  related  to  pectolite  and  woUastonite.  It 
may  be  considered  as  a  zirconium-bearing 
pectolite.  It  is  easily  decomposed  by  hydro- 
chloric acid. 

Crystal  Form. — Rosenbuschite  occurs  in  pris- 
matic crystals  elongated  in  the  direction  of  the 
b  axis,  Fig.   1,  the 
planes   forming  the 
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prism  being  a(lOO),  c(OOl),  and  s(201) 
Terminal  planes  are  rare.     In  two  cases 
they  corresponded  to  A  (540).    The  crys- 
tals are  usually  slender,  J  mm.  thick  by  1-2  cm.  long,  and  occur 
in  radiating   groups.    They    may   be   microscopic    in   some    cases. 

Cleavage  is  pinacoidal;  perfect  parallel  to  ((X)l),  less  so  parallel 
to  (100),  and  imperfect  parallel  to  (201).  The  basal  cleavage  appears 
as  sharp  cracks  in  thin  section. 

Optical  Properties. — ^The  plane  of  the  optic  axes  is  perpendicular 
to  (010),  with  X  parallel  to  6,  and  ZAc  =  12°-14°.  Optically  posi- 
tive (+).  Langesundfjord,  2^  =  110°dbl0°,  27=58°=t5°,  measured; 
Z  makes  a  considerable  angle  with  the  normal  to  the  cleavage, 
a  =1.683,  j9=  1.688,  r=  1-712,  r-a  =0.029.  Skudesundskjorth, 
2S  =  115°db,  27=60°=to°,  measured,  a  =1.682,  ^  =  1.687,  r  =  1.710, 
;'-a=0.028,  Larsen. 
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Color  in  crystals  light  orange-gray.  In  thin  section  colorless 
to  pale  yellowish  with  slight  pleochroism  but  noticeable  absorption, 
which  is  Z>F>X. 

Mode  of  Occurrence. — Rosenbuschite  occurs  in  nephelite-syenite 
pegmatites  of  Norway,  and  in  similar  rocks  from  Brazil  -and  North 
America. 

Resemblances. — Rosenbuschite  resembles  pectolite  and  woUas- 
tonite  in  crystal  habit  and  index  of  refraction,  but  the  double  refrac 
tion  shown  by  longitudinal  sections  of  rosenbuschite  is  lower  than 
that  of  pectolite  and  higher  than  that  of  wollastonite.  Moreover, 
the  ray  vibrating  parallel  to  the  long  axis  of  the  prism  in  rosenbusch- 
ite is  always  the  fastest,  X,  while  in  pectolite  U  is  the  slowest,  Z, 
and  in  wollastonite  it  is  Y,  which  will  be  slower  or  faster  than  the 
ray  vibrating  at  right  angles  to  the  long  axis  of  the  prism  according 
to  the  position  of  the  longitudinal  section  of  the  crystal. 

Rosenbuschite  also  resembles  sillimanite  and  carpholite  in  crys- 
tal habit,  in  refraction  and  double  refraction,  but  in  both  of  these 
minerals  the  ray  which  vibrates  parallel  to  the  long  axis  of  the  pris- 
matic crystals  of  sillimanite,  or  nearly  parallel  to  it  in  those  of  cslt^j 
pholite,  is  Z,  the  slowest,  while  in  rosenbuschite  it  is  the  fastest,  X. 

PECTOLITE. 

HNaCa2(Si03)3. 

Chemical  Composition. — Acid  metasilicate  of  calcium  and  sodium. 
Si02  54.2,  CaO  33.8,  Na20  9.3,  H2O  2.7=  100.  Manganpectolite  con- 
tains 4  per  cent,  of  MnO.  Decomposed  by  hydrochloric  acid  witlf 
separation  of  gelatinous  silica. 

Monoclinic :   prismatic.    a:6:c=1.1140:l: 0.9864,  /? = 84°  40'. 

Crystal  Form. — Pectolite  occurs  in  thin  prismatic  crystals  elongated 
parallel  to  the  b  axis.  The  faces  forming  the  sides  of  the  prism 
are  a(lOO)  and  c(OOl),  others  quite  subordinate;  terminal  planes 
A(540),  a){l40),  etc..  Fig.  1.  Often  in  close  aggregations  of  acicu- 
lar  crystals,  usually  radiating.  Sometimes  in  massive,  fine-grained 
aggregations.    Twinning  plane  (100). 

Cleavage. — Perfect  parallel  to  (100)  and  (001),  making  angles  of 
84°  40^  and  95°  20^,  resembling  the  prismatic  cleavage  in  common 
pyroxene,  but  differently  oriented.  Fracture  uneven.  H.=5» 
Sp.  gr.  =  2.68-2.78. 

Optical  Properties. — Axial  plane  perpendicular  to  plane  of  symr 
metry  (010).    Acute  bisectrix  Z  parallel  to  b,  X  almost  perpen- 
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dicular  to  (100).  Optically  (+).  2F=60^  a=  1.595,  ^=1.606, 
r=  1.633,  y  — a  =0.038,  Larsen.  In  manganpectolite  from  Magnet 
Cove,  Ark.,  2Ey  =  15^  approximately.  Dispersion  of  optic  axes 
nearly  as  strong  as  in  titanite,  p>v  J,  F.  Williams.  Color  whitish 
or  grayish.  In  thin  section  colorless.  Luster  subvitreous  to  silky. 
Mode  of  Occurrence. — Pectolite  occurs  in  cavities  or  veins  in  basic 
igneous  rocks,  and  to  some  extent  in  metamorphic  rocks.  Man- 
ganpectolite occurs  in  nephelite-syenite  at  Magnet  Cove,  Ark. 


Fig.  1.  Fio.  2. 

Resemblances. — Pectolite  is  like  woUastonite,  rosenbuschite,  silli- 
manite,  and  carpholite.  For  the  distinguishing  characters  see  rosen- 
buschite. 

WOLLASTONITE. 

Cobiposition:  CaSiO,. 

MoNOCLiNic:   prismatic,     a: &:c»  1.05312: 1:0.96761,   i9-84®8(K. 

Twinning:  plane  (100). 

Cleavage:  (100)  and  (001)  perfect,  (iOl)  less  so. 

Fracture:  uneven.    H.  =4.5-5.    Sp.  gr,— 2.8-2.9. 
Optical  Properties:  plane  of  optic  axes  (010) .    Optically  (— ).    Xac— 

32^12'  in  acute   angle  p.      2£;r=70°40',  2£:v==68°24'  Des  Qoizeaux. 

p>v.     Inclined    dispersion     strong.      Oravitza,    a  =  1.621,     ^  =  1.633, 

/  =  1.635,  J'  — a  =0.014  L^vy  and  Lacroix. 
CcIot:  white,  also  grayish,  yellowish,  reddish,  brownish.    In  thin  section 

colorless.    Luster:  vitreous  to  pearly  on  cleavage  surfaces. 

Chemical  Composition.— CaO.Si02=Si02  51.7,  CaO  48.3=100. 
Decomposed  with  hydrochloric  acid  with  separation  of  gelatinous  silica. 

Crystal  Forms. — ^Tabular  parallel  a(lOO)  or  c(OOl),  also  prismatic 
parallel  to  the  b  axis  (Figs.  1,  2,  3).  Sometimes  in  fibers  that 
may  be  parallel,  or  divergent.  Besides  the  principal  pinacoids  a(lOO) 
and  c(OOl)  there  may  be  other  pinacoids  parallel  to  the  b  axis  as 
subordinate  faces.  A  variety  of  terminal  faces  are  sometimes 
developed,  among  them  ^(540),  m(llO),  a;(120),  and  2(320), 
but  these  are  not  well  developed  on  crystals  within  rock  masses. 
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Longitudinal  sections  are  elongated  rectangles,  cross-sections  are 
six-  or  eight-sided  or  rounded.  The  crystals  may  be  anhedral  and 
furnish  irregularly  shaped  sections.  Twinning  parallel  to  (100)  is 
common. 

Cleavage  is  perfect  parallel  to  (100)  and  (001),  intersecting  at 
angles  of  84^  30^  and  95*^  SO'.    There  is  sometimes  less  perfect  cleav- 


Fio.  1. 


Fio.  2. 

age  parallel  to  (lOl),  which  is  the  direction  of  the  shorter  diagonal 
of  the  traces  of  the  more  perfect  cleavages.  There  is  also  in  some 
instances  a  cleavage  parallel  to  (SOl).  Fracture  uneven.  H.»  4.5-5. 
Sp.  gr.= 2.8-2.9. 

Optical  Properties. — Plane  of  the  optic  axes  parallel  to  (010), 
that  is,  across  the  length  of  the  prism.  The  optic  normal  Y  is  parallel 
to  b,  the  prismatic  axis.  The  acute 
bisectrix  XAc=32®  12'  in  the  acute 
angle  ^.  Wollastonite  from  differ- 
ent localities  differs  as  to  the 
character  of  the  acute  bisectrix. 
In  most  cases  the  acute  bisectrix  is 
X,  and  the  mineral  is  optically  (— ). 
But  woUastonites  from  Montenarba, 
Sardinia,  and  from  Aphroessa,  San- 
torin,  are  optically  (+).    27 =40^ 

The  dispersion  of  the  optic  axes  is  strong.  2^,= 70^  40',  2JE;y = 68"*  24' 
Des  Cloizeaux.  p>v.  Inclined  dispersion  of  the  bisectrices  is  strong, 
which  may  be  seen  in  the  color  fringes  on  the  hyperbolas  of  the  optic 
axes;  the  hyperbola  of  one  axis  having  blue  fringes  on  both  sides, 
that  of  the  other  axis  having  a  red  fringe  on  the  concave  (outer)  side, 
and  a  blue  fringe  on  the  convex  (inner)  side. 

Oravitaa,  a- 1.621,  ^9=- 1.633,  r=  1-635,  r-a^-O.OH,  L^  and  Laoroix 
Pargas,        a- 1.619,    i?«  1.632,     r-- 1-632,    /'-a=0.013.    Mallard 

Color  white,  grayish,  yellowish,  reddish,  brownish.    In  thin  sec- 
tion colorless. 
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Inclusions. — ^There  are  no  characteristic  inclusions  commonly 
occurring  in  wollastonite;  it  often  contains  fluid  inclusions,  calcite, 
garnet,  diposide,  and  whatever  minerals  may  be  associated  with  it. 

Mode  of  Occurrence. — Wollastonite  oftenest  occurs  in  metamor- 
phosed rocks,  especially  crystalline  limestone,  also  garnet-  and  epi- 
dote-rock.  It  occurs  in  schists  containing  calcic  feldspars.  It  is 
formed  by  contact  metamorphism  of  limestones,  and  is  often  found 
in  limestone  fragments  inclosed  in  lavas  of  various  kinds.  It  occurs 
sparingly  in  igneous  rocks,  as  in  nephelite-syenite  of  Alno,  which 
contains  much  calcite,  and  in  some  forms  of  ditroite  from  Ditro. 
Wollastonite  is  a  primary  constituent  of  nephelinite  from  D5njo- 
Ngai,  Masai-Land,  Central  Africa,  where  it  is  in  parallel  growth 
with  augite  and  contains  melanite  and  glass. 

Resemblances. — Wollastonite  is  more  or  less  similar  to  pectolite, 
colorless  rosenbuschite,  colorless  epidote,  zoisite,  sillimanite,  and 
carpholite.  Its  closest  resemblances  are  to  pectolite  and  rosen- 
buschite, having  like  crystal  forms  and  index  of  refraction,  but  it 
differs  from  them  in  having  lower  double  refraction,  and  in  having 
the  plane  of  the  optic  axes  at  right  angles  to  the  long  axis  of  pris- 
matic crystals,  so  that  the  ray  Y  vibrating  in  this  direction  is  some- 
times faster,  sometimes  slower  than  that  vibrating  at  right  angles 
to  it.  Whereas  the  same  ray  is  always  the  fastest,  X,  in  rosen- 
buschite, and  always  the  slowest,  Z,  in  pectolite.  Wollastonite 
differs  from  epidote  in  having  lower  double  refraction  and  from 
zoisite  in  having  noticeably  higher  double  refraction.  In  each  of 
these  minerals  the  axis  of  prismatic  crystals,  6,  is  the  optic  normal,  Y. 
Wollastonite  differs  from  sillimanite  and  carpholite  in  that  the  ray 
vibrating  parallel  or  nearly  parallel  to  the  prismatic  axis  in  each 
of  these  minerals  is  Z,  and  therefore  the  slowest  in  all  positions. 

Laboratory  Production. — In  most  attempts  to  produce  wollas- 
tonite by  fusion  of  its  constituents  in  an  open  crucible  the  mineral 
crystallizing  has  been  a  hexagonal  or  pseudohexagonal  calcimn  meta- 
silicate,  sometimes  in  tabular  crystals  which  are  optically  (+). 
Wollastonite  has  been  produced  by  the  fusion  of  silicates  with 
borates  of  calcium  and  sodium  (Hussak),  also  by  the  fusion  of  lime 
and  silica  with  fluorides  of  calcium  and  sodium  (Doelter).  It  has 
also  been  prepared  from  a  glass  obtained  by  rapid  cooling  of  a  fused 
mixture,  having  the  composition  of  wollastonite,  by  heating  to  a 
temperature  of  800^-1000**  (Allen  and  White)  * 


*  Am.  Jour.  Sci.,  vol.  21,  1906,  pp.  89-1C8. 


HIORTDAHLITE. 


341 


HIORTDAHLITE. 

4Ca(Si,Zr)03  •  Na2Zr02F2. 


SiOz 

TiOa 

ZraOg 

Fe203 

FeO 

MnO 


31.60 
1.50 

21.48 
0.34 
0.94 
0.96 


MgO 

CaO 

Na20 

H2O 

F 


Chemical  Composition.— 4Ca(Si,Zr)03Na2Zr02F2,  approximately. 

0. 10  Closely  related  to  l&venite,  wohl- 

32.53  erite,  and  rosenbuschite,  which 

6.53  it  also  resembles  in  color. 

0.58  Hiortdahlite    is    decomposed 

5.83  readily   with   hydrochloric   acid 

with    the  separation    of    gelat- 

102.39  inous    silica.      It    alters    to    a 

2.43  leather-colored    substance    that 

has  not  been  investigated. 

99.96 

Triclinic.  a :b:c=0.99835: 1:0.35123;  a  =  89°22i',  /?=90°36|', 
7- =90^  5-1'. 

Crystal  Forms.— Thin  blade-like  crystals,  two  or  three  times  as 
long  as  broad  and  often  of  extreme  thinness.  They  are  tabular 
parallel  to  a(lOO)  and  elongated  along  the  c  axis  (Figs.  1  and  2). 


lessO 


KiG.  1. 


Pig.  2. 


Often  twinned  in  lamellae  parallel  to  a(lOO),  the  twinning  axis  c. 
Cleavages  not  distinct,  but  rather  straight  cracks  appear  in  sec- 
tions cut  parallel  to  (100) ,  lying  nearly  symmetrical  to  the  direction 
of  the  vertical  axis. 

Twinning  axis  c,  composition  plane  (100). 

Cleavage  not  distinct,  very  brittle.    H.  =  54-.    Sp.  gr.  =  3.267. 

Optical  Properties. — Plane  of  the  optic  axes  approximately  parallel 
to  111.  Acute  bisectrix  Z  in  upper  left-hand  front  octant.  Opti- 
cally (+).    Extinction  angles  read  from  c,  on  (100)  =25*^,  and  on 
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(010)  =  15J°.  The  angle  between  the  optic  axes  is  large,  the  index 
of  refraction  about  1.68-1.71,  and  the  double  refraction  rather  strongi 
ordinary  sections  yielding  colors  of  the  second  or  third  order. 

Color. — Light  shades  of  straw-,  sulphur-,  honey-yellow,  sometimes 
yellowish  brown.  Pleochroism  weak,  Z  wine-yellow,  Y  bright  yel- 
low, X  nearly  colorless.  Absorption  Z>Y>X.  Luster  vitreous  to 
greasy. 

Mode  of  Occurrence. — Hiortdahlite  has  only  been  found  in  a 
small  dike  of  nephelite-syenite  on  the  Island  of  Middle  Aro  in  the 
Langesund  fjord. 

HAINITE. 

A  silicate  of  sodium,  calcium,  possibly  cerium,  with  titanium 
and  zirconium.  Magnesium  and  aluminium  are  absent.  Decom- 
posable in  hydrochloric  acid. 

Triclinic;  axial  proportions  undetermined.  Jagged  needles  and 
spongy,  broken  plates.  In  the  prism  zone  the  planes  are  (100)  pro- 
nounced; (010)  small,  and  (AJfcO)  very  small.  (100)  A  (010)  =  78**  14', 
(010)A(AifcO)  =  31.5^ 

Tioinning  plane  (100),  contact  twins. 

Cleavage  parallel  to  (010)  rather  distinct;  parallel  to  (100)  indis- 
tinct.  Fracture  uneven  to  conchoidal.    H.  =  5  approx.   Sp.  gr.=3.184. 

Optical  Properties. — Optically  positive  (-f);  acute  bisectrix  Z 
nearly  normal  to  (010).  Extinction  angle  from  the  edge  (100)  (010) 
on  (100)  nearly  0^,  on  (010)  4°.  In  the  section  perpendicular  to 
the  prism  zone  it  is  16.5*^  to  the  trace  of  (100).  Extinction  imper- 
fect on  account  of  strong  dispersion  of  the  bisectrices.  2E  large. 
Dispersion  strong,  p>v.  Refraction  strong,  about  1.7;  double  refrac- 
tion about  0.012  at  most. 

Color. — Clear  wine-yellow  and  pleochroic,  X  colorless,  Y  very 
light  yellow,  Z  pale  wine-yellow.    Luster  splendent  to  adamantine. 

Occurrence. — ^Hainite  occurs  in  phonolite  at  Hohen  Hain  near 
Mildenau,  Bohemia,  and  in  other  phonolites  in  Bohemia. 

Resemblance. — Hainite  is  somewhat  like  hiortdahlite  in  color 
and  optical  properties,  but  differs  from  it  in  optical  orientation.  In 
hainite  the  long  axis  of  the  crystals  is  always  the  direction  of  vibra- 
tion of  the  slowest  ray,  Z,  in  hiortdahlite  it  is  the  direction  of  F, 
and  therefore  in  some  positions  that  of  the  faster,  in  others  that 
of  the  slower,  ray. 
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RHODONITE. 
MnSiOa. 

Composition. — Manganese  metasilicate,  MnO-Si02;  Si02  45.9, 
MnO  54.1.  Manganese  is  sometimes  replaced  by  iron,  calcium,  or 
zinc.  Iron  may  be  as  high  as  manganese  in  some  varieties.  The 
calciferous  variety,  busiamUe,  contains  as  much  as  20  per  cent  CaO. 
In  fowlerUe  there  is  from  5  to  7  per  cent  ZnO.  Partly  dissolves  in 
hydrochloric  acid. 

Alteration. — ^Two  processes  of  alteration  are  common:  one  by 
higher  oxidation  of  the  manganese,  changing  the  color  to  brown 
or  black,  according  to  the  kind  and  amount  of  manganese  oxide 
produced.  The  other  is  by  the  formation  of  carbonate  of  man- 
ganese, and  of  calcium  and  iron  when  present. 
.  Triclinic.—a:fe:c=  1.07285: 1:0.62127.  a  =  103°  18'  7",  /?=108^ 
44'  8",  r=81''  39'  16".    Euhedral  crystals  generally  large,  rough, 


Fig.  1. 


Fig.  2. 


and  rounded  on  the  edges.  Commonly  tabular  parallel  to  c(001), 
Fig.  1;  often  elongated  parallel  to  the  edge  c(001) Af  (llo),  Fig.  2, 
or  the  edge  c(001)w(110).    Also  anhedral. 

Cleavage  perfect  parallel  to  m(llO)  and  M(lTO);  less  so  parallel 
to  c(OOl).  Fracture  conchoidal  to  uneven.  H.  =  5.5-6.5.  Sp.  gr. 
=  3.4-3.68. 

Optical  Properties.— Biaxial.  Optically  negative  (-).  Axial 
plane  inclined  63°  to  Jf(llO),  38°  30'  to  c(OOl).  Plane  of  XY 
inclined  51°  47'  to  Jf(llO),  51°  40'  to  c(OOl).  Dispersion  weak, 
p<v.    2F^=75°  57',  2Fy=76°  12',  2F^=76°  22'. 

^=1.73       r-«=0.010-0.011  L^vy  and  Lacroix. 

Color  light  brownish  red,  flesh  red,  pink;  sometimes  greenish  or 
yellowish.  In  thin  section  colorless.  Luster  vitreous;  somewhat 
pearly  on  cleavage  planes. 
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Occurrence. — Rhodonite  occurs  chiefly  in  calcite,  with  other  ores 
of  manganese.  At  Franklin  Furnace  and  Sterling  Hill,  N.  J.,  the 
zinciferous  variety,  fowlerite,  appears  as  a  product  of  contact 
metamorphism  in  the  vicinity  of  granite  pegmatite,  associated  with 
franklinite,  and  other  manganese  and  zinc  minerals.  At  Langban, 
and  Pajsberg,  Sweden,  it  occurs  with  iron  ore. 

Laboratory  Production. — Rhodonite  has  been  formed  by  the 
fusion  of  silica  and  manganese  dioxide  (Bourgeois).  It  has  been 
formed  in  Bessemer  slagS;  and  in  those  of  spiegeleisen. 


BABINGTONITE. 
(Ca,  Fe,  Mn)Si03,  Fe2(Si03)3. 

Composition. — Metasilicate  of  iron,  calcium,  and  manganese  in 
variable  proportions.  Magnesium  is  also  present  in  small  amounts. 
Unattacked  by  acids. 


Arendal 
Devonshire 


SiO,     A1,0,  Fe,0,      FeO     MnO     CaO     MgO    H^O 
51.22      —      11.00    10.26    7.91     19.32    0.77    0.44-100.92 
49.12    1.60      9.78    12.87    1.25    20.87    3.67    0.73=   99.89 


Triclinic— a :6:c=  1.06906: 1:0.63084;  a  =104°  2V  30",  ^=108° 
30'  50",    7- =83°  34'  15".      Euhedral    crystals   small,    resembling 

black  augite  or  hornblende.  Faces  in  the  zones, 
r(001)A{221),  and  c(001)(i(22l)j  striated  parallel  to 
the  zonal  edges  in  each  case. 

Cleavage  perfect  parallel  to  JVf(lIO);  less  so 
parallel  to  m(llO).  Fracture  subconchoidal.  H.= 
5.5-6.     Sp.  gr.  =  3.35-3.37. 

Optical    Properties. — Biaxial,  optically  positive 
(  +  ).     Extinction  angle  on  a(lOO)  44°  from  direc- 
tion of  vertical  axis  c;  on  6(010)   31°  from  the 
same  direction,     f  —a =0.032. 

Color  greenish  black,  pleochroic  in  thin  section.  X  strong 
emerald  green,  Y  pale  violet  brown,  Z  deep  brown.  Luster 
vitreous  to  splendent. 

Occurrence. — Babingtonite  occurs  in  syenite  of  Sutherland, 
Scotland;  in  granite  at  Baveno,  Italy;  with  epidote  and  garnet 
at  Arendal,  Norway;  with  feldspar  at  Gouverneur,  N.  Y. 

Laboratory  Production. — Babingtonite  has  been  formed  in 
Bessemer  slag  at  Hoerde.  It  has  been  found  in  cavities  in  roasted 
iron  ore  at  Finspong,  Sweden. 
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RSiOs,  with  R=Ca,  Mg,  Fe  chiefly,  also  Mn,  Na2,(K2),H2. 

Ill 
with  R=A1,  Fe  chiefly. 


fRSiOg 

i  mil 

I  RRaSiOe 


I  m  I  III 

RR(Si03)2,  with  R=Na,  and  R= Al,  Fe. 

OrthorhombiCy  Monoclinic,  and  Triclinic  Systems. — Members  of 
the  amphibole  group  while  crystallizing  in  three  different  systems 
agree  in  general  habit  and  in  having  a  similar  prismatic  cleavage 
of  54*^  or  66**  (126®  or  124*^).  They  are  similar  chemically,  or  vary 
in  composition  through  an  i^morphous  series  with  quite  different 
extremes.  They  have  optical  similarities  and  form  an-  optical  series. 
There  is  a  striking  parallelism  between  the  amphibole  and  pyroxene 
series,  with  certain  differences  which  will  appear  in  detail  under 
each  variety  described. 

Orthorhombic  amphibole  is  rare  and  is  confined  to  metamorphic 
rocks.  Triclinic  amphibole  is  also  rare  and  is  found  only  in  igne- 
ous rocks.  Monoclinic  forms  are  abundant.  In  contrast  to  the 
pyroxenes,  which  usually  form  short,  thick  prisms  and  anhedrons, 
amphiboles  often  occur  as  slender  prisms,  sometimes  fibrous.  The 
P3nroxenes  are  generally  richer  in  calcium,  the  amphiboles  richer  in 
magnesium  and  iron.  Amphiboles  often  contain  more  aluminium, 
and  alkalies  than  the  pyroxenes.  While  both  minerals  occur  in 
igneous  and  metamorphic  rocks,  amphiboles  are  commoner  in  meta- 
morphic rocks,  pyroxenes  in  igneous  rocks. 

The  following  list  contains  the  chief  rock-making  amphiboles  and 
their  simplified  formulas. 
Obthorhombic  Amphiboles. 

AnihophyUiU,   (Mg,Fe)Si03. 

GedrUe,  (Mg,Fe)Si03  with  (lVIg,Fe)Al2Si06. 

Monoclinic  Amphiboles. 

TremolUe,  CaMga  (8103)4. 

Actinolite,  Ca(Mg,Fe)8(Si03)4. 

Nephrite,  asbestus,  smaragdite,  etc. 

Cummingtonite,  (iVIg,Fe)Si03. 

OriinerUey  FeSi03. 

Hornblende,        Ca(Mg,Fe)2(Si03)3, 

with  Na2Al2(Si03)4  and  (Mg,Fe)(Al,Fe)2SiOb. 
Edenite,  pargasite. 

Glaucophane,       NaAl(Si03)2-  (Fe,Mg)Si03. 
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Riebeckite,  2NaFe(Si03)  2  •  FeSiOa. 

CrocidoliU,  NaFeCSiOg)  2  •  FeSiOa- 

ArfvedsonUe,       Na8(Ca,Mg)3(Fe;Mii)i4(Al,Fe)2Si2i045. 

Barkevikite. 
Triclinic  Amphibole. 

JEnigmatUe,       Na4Fe9  AlFe  (Si,Ti)  1 2O38. 

Cossyrite. 

ORTHORHOMBIC  AMPHIBOLES. 

Composition:     Anthophyllite,  (Mg,Fe)SiO,. 

Gedrite,  (Mg,Fe) SiO,  with  (Mg,Fe)  Al,SiOe. 

Orthorhombic:    crystal  forms  incomplete,    a: & —0.51375:1. 

Cleavage:  perfect  parallel  to  (110),  also  (100)  aad  (010)  less  distinct. 
H.  ""5.5-6.    Sp.  gr.  —3.1—3.2. 

Optical  Properties:  plane  of  optic  axes  (010).  In  all  cases  Z  ||  c, 
X  II  a,  and  Y  \\  &.  Anthophyllite  usually  optically  ( + ).  In  anthophyllite 
from  Franklin,  N.  C,  the  acute  bisectrix  is  Z  for  red,  parallel  to  c, 
and  X  for  yellow  and  green,  parallel  to  a,  so  that  the  mineral  is  optically 
positive  ( +)  for  red  and  negative  ( — )  for  yellow  and  green.  Gedrite  is 
optically  negative  (— ).  Indices  of  refraction  and  optic  angle  vary 
with  the  chemical  composition. 

Anthophyllite,  Franklin,  N.C.,  ay  =1.6288,  /?y«1.6301,  ry -*  1.6404,  Penfield 
and    2Fr-90°   4',    27y-88^   46',    2Fy=87°28'     about  X, 

Cohr:  brownish  gray,  yellowish  brown,  clove-brown,  brownish  green, 
emerald-green,  sometimes  metalloidal.  In  thin  sections  colorless  to 
yellowish,  reddish  brown  or  yellowish  green;  pleochroic.  Luster: 
vitreous  to  pearly  on  cleavage  plane. 

Chemical  Composition. — Metasilicate  of  magnesium  and  iron 
with  variable  amount  of  aluminium.  The  more  aluminous  varieties 
are  gedrite.  Iron  varies  considerably  both  in  the  non-aluminous 
and  aluminous  varieties.  Hydrogen  is  to  some  extent  basic.  The 
following  analyses  show  the  range  of  chemical  composition: 


I. 

II. 

III. 

IV. 

V. 

SiOa 

57.98 

56.16 

51.74 

51.80 

46.18 

A120, 

0.63 

2.65 

8.55 

12.40 

21.78 

FCaOa 

— 

— 

0.44 

FeO 

10.39 

14.13 

20.35 

3.67 

2.77 

MgO 

28.69 

23.19 

16.45 

27.60 

25.05 

CaO 

0.20 

1.51 

1.79 

— 

— 

NaaO 

— 

— 

— 

1.44 

2.30 

HaO 

1.67 

2.38 

— 

3.00 

1.37 

MnO 

0.12 
0.31 

0.91 

0.41 

- 

— 

99.99  100  93  99  29  99.91  99.89 

I.  Anthophyllite,  Franklin.  N.  C.     II.   Anthophyllite,  Kongsbeiv,  Norway.     III.  Qedrit* 
Stansvik,  Finland.     IV.  Gedhtet  Bamle,  Norway.     V.  Gedrite,  Fiakernas,  Greenland. 
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Alteration. — Unacted  on  by  ordinary  acids.  Anthophyllite  and 
gedrite  are  usually  fresh,  but  in  some  cases  have  changed  to  talc. 

Crystal  Forms. — Common  form  prismatic,  also  lamellar  or  fibrous. 
Crystal  faces  developed  in  prism  zone,  (110)  and  (100).  Terminal 
faces  rare  and  not  yet  determined.  Cross-sections  rhombic  (110) 
with  angle  of  54®  23',  sometimes  six-side  with  development  of  (1(X)). 
Crystals  are  in  some  cases  aggregates  of  parallel  prisms.  In  other 
cases  there  are  aggregations  of  prisms  which  are  not  parallel,  as  is 
common  with  actinolite. 

Cleavage. — Perfect  pamllel  to  (110),  intersecting  at  angles  of 
54°  23'  and  125*^37';  also  parallel  to  (010),  bisecting  the  obtuse 
angle  125^37';  and  in  some  cases  parallel  to  (100),  bisecting  the 
acute  angle  54*^  23'.  There  is  an  irregular  parting  nearly  parallel 
to  (001)  which  appears  in  thin  sections  as  not  very  well-defined  cracks. 

Optical  Properties. — Plane  of  the  optic  axes  (010).  The  orienta- 
tion of  the  bisectrices  is  the  same  in  all  varieties  of  orthorhombic 
amphiboles.  X\\a,  Y\\b,  Z\\c  (Fig.  1).  But 
on  account  of  the  large  angle  between  the 
optic  axes,  nearly  90**,  and  the  variations  in  a, 
/?,  y,  in  various  occurrences  the  acute  bisectrix 
may  shift  from  Z  to  X,  In  most  anthophyl- 
lites  the  acute  bisectrix  is  Z.  They  are  opti- 
cally positive  (+).  But  in  one  from  Frank- 
lin, N.  C,  the  optical  character  is  (+)  for  red 
light  and  (— )  for  yellow  and  green.  Gedrite 
is  optically  negative  (  — ).  In  some  gedrite 
the  value  of  2V  varies  considerably  in  different 
crystals  from  the  same  locality.  In  general 
it  may  be  said  that  the  value  of  the  negative  optic  angle,  2Fx,  de- 
creases with  increase  in  alumina  and  decrease  in  iron. 

The  dispersion  of  the  optic  axes  is  constant  for  all  varieties  of 
composition,  p>v  about  X,  and  p<v  about  Z. 


Fig.  1. 


Anthophyllite,  Franklin,      2Vx      90^04' 

Kongsberg,  2Kx      96*^12' 
Gedrite,  Fiskemfts,  2Fx      78**  33' 

In  gedrite  from  Brakke  2H.=47^-82^ 


V 

88**  46' 
96^06' 


87^28'    Penfield 
95''4d'     DesCloizeaiix 
—        Ussing 


r-« 


Anthophyllite, Franklin,      1 . 6288y  1 . 6301y  1 . 6404y  0. 01 16  Penfield 

Kongsberg,  1 .  633      1 .  642      1 .  657      0 .  024     lAvy  and  Lacroix 
Gedrite,  Fiskernfts,  1 .  623r     1 .  6358r  1 .  6439r  0 .  0209  Ussing 
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Color. — Browns  and  greens;  in  thin  sections  colorless  to  yellowish, 
reddish  brown  or  yellowish  green.  The  stronger-colored  varieties 
show  distinct  pleochroism. 

An thophylli te,  Sdrda  Dalame,  Sweden,  X  yellow-white,  F  yellow-green,  Z  bluish 

gray.    WeibuU. 
''  Lower  Gondwana,  India,  X  straw-yellow,  Y  claret-red,  Z  gam- 

boge-yellow.    Holland. 

Inclusions. — Anthophyllite  and  gedrite  sometimes  inclose  minute 
crystals  of  hematite,  magnetite,  picotite,  and  biotite,  and  occa- 
sionally contain  inclusions  like  those  commonly  found  in  hypersthene. 
Orthorhombic  and  monoclinic  amphiboles  not  infrequently  occur  inter- 
grown  as  lamellae  parallel  to  (100).  The  two  amphiboles  have  the  c 
and  h  axes  in  each  parallel.  In  all  sections  except  those  in  the  zone 
of  (100)  (001)  they  are  readily  distinguished  by  differences  in  optical 
orientation  in  alternate  lamellae. 

Modes  of  Occurrence.  —  Orthorhombic  amphibole  occurs  in 
gneisses  and  schists,  sometimes  as  an  essential  constituent,  some- 
times in  isolated  aggregates  usually  radially  grouped.  It  has  been 
found  in  hornblende-mica-schist  near  Kongsberg,  Norway;  in  actin- 
olite-schist  of  the  Lower  Loire,  and  in  numerous  other  localities. 
It  occurs  as  an  alteration-product  with  actinolite  around  olivine 
nodules  in  diorite-schist  in  Saxony.  It  accompanies  bastite  in  ser- 
pentine derived  from  olivine,  and  surrounds  altered  olivine  as  a 
colorless  zone  in  gabbro  from  the  Lizard,  Cornwall. 

Resemblances. — ^Anthophyllite  and  gedrite  are  most  like  the  mono- 
clinic  amphiboleS;  from  which  they  are  distinguished  by  their  ortho- 
rhombic optical  orientation  and  by  their  colors.  All  sections  in 
the  zone  of  the  axis  c  extinguish  light  parallel  to  the  traces  of  pris- 
matic and  pinacoidal  cleavages,  and  the  slowest  ray,  Z,  vibrates  parallel 
to  c.  The  monoclinic  amphibole  approaching  closest  to  the  optical 
orientation  is  glaucophane  with  J?Ac=5°,  but  this  has  blue  colors. 
Riebeckite,  with  an  extinction  angle  of  only  5°,  has  X  nearly  parallel 
to  c,  and  is  blue.  The  monoclinic  amphiboles  with  colors  some- 
what like  those  of  orthorhombic  amphiboles  have  noticeable  extinc* 
tion  angles  in  sections  nearly  parallel  to  (010). 
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MONOCLINIC  AMPHIBOLES. 

Tremolitc,  CaMg,(SiOa) ,. 

Actinolite,  Ca(Mg,Fe),  (SiO,) ,. 

Nephrite,  asbestus,  smaragdite,  etc. 

Cummingtonite,   (Mg,Fe)SiO,. 

GrunerUe,  FeSiOj. 

Hornblende,         Ca(Mg,Fe)  ,(SiO ,)  „ 

with  Na,Al,(SiO,)4  and  (Mg,Fe)  (Al,Fe),  SiO.. 
Edenite,  pargasite. 

Glaucophane,  NaAKSiO,)  ,•  (Fe,Mg)SiO,. 

Riebeckite,      2NaFe(Si03)  ,-FeSiO,. 

Crocidolite,      NaFe(SiO,)  ,•  FeSiO,. 

ArfvedsonUe,  Na8{Ca,Mg)  ,(Fe,Mn)  „(Al,Fe) ^i,,0^. 
Barkevikite. 
MoNOCLiNic:    prismatic.     a:6:c -0.5511: 1:0.2938,    ;9«73°  58i';    for  arf- 

vedsonite,  a:6:c -0.55687: 1 :0.29781,  i?-73°  2}'.    This  is  the  orientation 

which  corresponds  to  the  parallel  growth  of  pyroxene  and  amphibole. 

Twinning  plane  (100)  common;  rarely  (001)  lamellar. 

Cleavage:    (110)   highly  perfect,   (100)   and  (010)    sometimes  distinct. 
Parting,  due  to  twinning,  sometimes  observed  parallel  to  (001)  and 
(100).    Fracture:  subconchoidal.    H.-5-6.    Sp.  gr. -2.9-3.4,  accord- 
ing to  composition. 
Optical  Properties:  plane  of  the  optic  axes  parallel  to  (010).    Inclination 

of  the  bisectrices  varies  with  the  chemical  composition. 


"y 

fij 

r. 

r-« 

2Vj 

ZAc 

Tremolite 

1.6065 

1.6233 

1.6340 

0.0275 

81°  22' 

15M8° 

Actinolite 

1.6116 

1.6270 

1.6387 

0.0271 

81*^27' 

15M8^ 

Pargasite 

1.613 

1.620 

1.632 

0.0190 

58<»-60^ 

18*»-27<» 

Hornblende 

1.630 

1.642 

1.653 

0.0230 

-84<* 

110-20^ 

1 1 

1.6398 

1.6431 

1.6561 

0.0163 

+53^50' 

— 

Glaucophane 

1.6212 

1.6381 

1.6390 

0.0178 

— 

3M1'' 

Gastaldite 

1.6396 

1.6563 

— 

— 

-43**  58' 

-60 

Basaltic  hornblende 

1.680 

1.725 

1.752 

0.0720 

-80* 

0M0» 

Barkevikite 

1.687 

1.707 

1.708 

0.0210 

— 

0°  -W 

Grijnerite 

1.73 

— 

0.056 

-^ 

11M6*» 

Color:  colorless,  white  through  various  shades  of  green  to  black,  also 
brown,  rarely  yellow,  pink,  rose-red.  In  thin  section  colorless,  green, 
greenish  brown,  brown,  red,  blue,  bluish  green,  the  darker-colored 
varieties  strongly  pleochroic  in  some  sections.  Luster:  vitreous  to 
pearly  on  cleavage  faces. 

Chemical  Compositioii. — ^The  monoclinic  amphiboles  are  mem- 
bers of  an  isomorphous  series  of  mixed   salts  whose  chemical  con- 
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stitution  is  not  clearly  understood.  The  various  minerals  of  this 
series  grade  into  one  aonther,  some  having  comparatively  simple 
composition,  others  highly  complex.  They  are  metasilicates  of 
magnesium,  iron,  calcium,  chiefly,  with  basic  hydrogen,  and 
fluorine,  and  in  some  varieties  aluminium,  ferric  iron,  sodium, 
and  a  little  potassium.  There  may  also  be  manganese  and 
titanium. 

According  to  Tschermak,  there  may  be:  CaMg3(Si03)4, 
Ca(Mg,Fe)3(Si03)4,  (Fe,Mg)Si03,  (Fe,Mn,Mg)Si03,  FeSiOg,  also 
((K,Na)2,Mg,Ca,Mn,Fe)Si03,  NaAl(Si03)2,  NaFe(Si03)2,  together 
with  the  h>T)othetical  molecule  (Mg,Fe)(AlFe)2(Si06).  Penfield 
suggested  the  general  expression:  R"(Si03),  in  which  R"  =  Mg, 
Fe,Ca,(Mn),Na2,H2,(Al20F2),(Fe20F2),  (Al20(OH)2),  (Fe20(OH)2). 
To  this  Washington  adds  (R'2,R")R'"2(Si03)4. 

The  simpler  compoimds  are :  tremolite,  CaMgs (8103)4;  actinolite, 
Ca(Mg,Fe)3(Si03)4;  cummingtonite,  (Fe,Mg)Si03.  The  almost  pure 
iron  amphibole  is  griinerite,  FeSiOs.  The  distinctly  manganese  variety 
is  rare,  danemorite,  (Fe,Mn,Mg)Si03.  The  common  amphiboles  in 
igneous  rocks,  and  in  many  metamorphic  ones,  contain  aluminium  and 
ferri'*  iron,  besides  sodium  and  traces  of  potassium.  Common  horn- 
blende consists  of  (Ca,Mg,Fe,Na,K,H,Al,Fe)Si03,  in  which  calcium 
is  about  one  quarter  of  all  the  bases,  and  is  not  one  third  of  the 
magnesium  and  iron  as  usually  stated  in  the  text-books.  Hydrogen 
and  sodium  sometimes  form  notable  portions.  The  alimiinium  and 
ferric  iron  vary  in  amount  in  different  varieties,  apparently  replacing 
the  bases  (Penfield).  So-called  basaltic  hornblende  is  richer  in  ferric 
iron  than  common  hornblende,  and  may  contain  considerable  titaniiun. 
The  more  sodic  varieties  differ  considerably  in  composition.  Glauco- 
phane  is  rich  in  aluminium  and  sodium.  Riebeckite  contains  much 
ferric  iron  and  sodium,  like  acmite,  but  also  contains  ferrous  iron; 
Arfvedsonite  and  barkevikite  are  high  in  ferrous  iron  and  sodium, 
with  small  amounts  of  other  elements. 

In  the  table  of  analyses  the  names  of  the  igneous  rocks  are 
given  from  which  the  hornblendes  and  soda-amphiboles  have  crys- 
tallized, and  it  is  seen  that  the  less  aluminous  hornblendes  develop 
ip  granites,  quartz-monzonites,  ^d  quartz-diorites,  that  is,  in  the 
more  quartzose  feldspathic  rocks.  The  alumina  content  increases 
in  hornblendes  crystallized  from  diorite  and  gabbro  magmas;  and 
is  greatest  in  somewhat  sodic  amphiboles  formed  in  certain  alkalic 
magmas,  as  in  sodalite-syenite  of  Square  Butte,  Montana,  the  camp- 
tonite  of  Dixville  Notch,  N.  H.,  and  the  phonolite  of  Mayo,  Cape 
Verde  Islands. 
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Hornblende  crystallized  from  gabbro  magmas  varies  in  content 
of  AI2O3  and  Fe203,  as  in  the  analyses  25,  31 ,  44,  according  to  the 
chemical  composition  of  the  magma,  the  more  siliceous,  less  alumi- 
nous, varieties  developing  in  the  more  siliceous  gabbro  magma. 

Of  the  distinctly  sodic  amphiboles,  arfvedsonite,  barkevikite,  and 
hastingsite  occur  in  nephelite-syenite  and  syenite,  while  riebeckite, 
the  variety  richest  in  ferric  iron,  occurs  in  certain  granites  and 
syenites. 

Alteration. — ^Monoclinic  amphiboles  of  various  kinds  are  imde- 
composed,  or  only  slightly  affected  by  hydrochloric  acid.  Their 
behavior  toward  ordinary  processes  of  decomposition  differs  with 
their  chemical  composition.  The  chemically  simpler  varieties,  like 
tremolite  and  actinolite,  are  more  stable  than  the  more  complex 
hornblendes.  In  fact,  the  former  frequently  result  from  the  break- 
ing down  of  the  more  complex  amphiboles. 

Tremolite,  when  decomposed,  alters  in  some  cases  to  talc,  in  minute 
flakes  or  scales.  Actinolite,  which  is  rarely  observed  in  a  decom- 
posed condition,  changes  to  an  aggregate  which  is  probably  serpen- 
tine associated  with  calcite.  Grunerite  alters  into  oxides  and  car- 
bonates of  iron,  with  quartz.  Common  hornblende  and  basaltic 
hornblende  in  some  instances  alter  by  the  loss  of  color  and  subset 
quent  passage  into  pale  or  colorless  amphibole,  resembling  actino- 
lite and  tremolite;  often  becoming  recrystallized  as  acicular  or  fibrous 
aggregates  {strahlstein) ,  In  other  and  more  frequent  cases  they 
alter  to  chlorite,  usually  accompanied  by  epidote,  calcite,  and  quartz. 
Eventually  they  may  change  to  carbonates,  iron  oxides,  and  quartz. 
Titanite  sometimes  results  from  the  alteration  of  hornblendes 
containing  considerable  titanium.  The  sodic  amphiboles,  rich  in 
iron  and  low  in  aluminium,  arfvedsonite,  barkevikite,  and  riebeckite, 
change  upon  decomposition  to  iron  oxides  and  carbonates,  with 
lievrite  and  little  or  no  chlorite.  Glaucophane  in  one  instance  described 
by  Colomba  has  been  altered  to  chlorite  together  with  albite,  some 
epidote,  and  hematite.     In  general,  it  appears  unaltered. 

In  many  lava  forms  of  igneous  rocks,  especially  the  less  siliceous, 
basaltic  varieties,  the  hornblendes  have  undergone  a  more  or  less 
complete  alteration  to  other  minerals.  However,  the  transformation 
is  not  a  decomposition  of  the  hornblende  due  to  weathering  or  second- 
ary processes  subsequent  to  the  solidification  of  the  rock,  but  a  recrys- 
tallization  of  the  hornblende  material  while  the  surrounding  rock 
naagma  was  still  molten.  The  complex  hornblende  molecule  has 
passed  into  an  unstable  condition,  and  its  constituents  have  been 
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recrystallized  as  other  minerals.  Within  the  space  formerly  occu* 
pied  by  hornblende,  as  shown  by  its  outline,  there  may  e^t,  as  a 
zone  surromiding  mialtered  hornblende,  magnetite  and  p3rroxene 
in  an  aggregate  of  minute  crystals  or  anhedrons.  When  the  parts 
are  extremely  minute,  the  mass  appears  black  and  opaque  in  thin 
section.  When  they  are  larger  their  character  may  be  recognized. 
The  pyroxene  is  both  monoclinic  and  orthorhombic  in  some  cases. 
In  others  there  is,  in  addition,  more  or  less  lime-soda-feldspar.  All 
of  these  minerals  may  be  crystallized  directly  from  the  constituents 
of  the  hornblende.  It  is  possible  that  in  some  instances  there  may 
have  been  an  interchange  of  material  between  the  hornblende  and 
molten  magma.  It  is  to  be  noted  in  this  connection  that  when 
hornblende  is  melted  in  an  open  crucible  it  crystallizes  as  a  mix- 
ture of  magnetite  and  p3rroxene.  A  similar  alteration  of  sodic  amphi- 
bole  to  an  aggregate  of  magnetite  and  diopside  has  been  observed 
in  the  nephelite-syenite  of  Serra  de  Monchique.  The  barkevikite  in 
the  syenites  of  Norway  is  in  some  cases  surrounded  by  a  zone  of 
segirite  and  lepidomelane,  in  one  instance,  near  Barkevik,  accom- 
panied by  fluorite.  It  is  a  question  to  what  extent  such  an  aggre- 
gate is  to  be  considered  as  derived  from  the  amphibole,  and  to  what 
extent  it  may  be  considered  as  an  independent  crystallization. 

Crystal  Fonns. — ^The  monoclinic  amphiboles  appear  to  be  closely 
isomorphous,  so  far  as  their  forms  in  the  zone  of  the  c  axis  indicate, 
but  the  more  sodic  varieties  are  not  known  in  crystals  with  well- 
developed  terminal  faces.  The  varieties  that  are  well  developed 
and  those  that  have  been  studied  by  etching  belong  to  the  pris- 
matic class  of  the  monoclinic  system.  The  frequent  parallel  growth 
of  amphiboles  and  pyroxenes  with  a  constant  orientation,  as  illus- 
trated in  Fig.  1,  has  led  to  a  change  in  the  choice  of  crystallographic 
axes  of  amphi bole,  which  has  caused  some  confusion  in  the  literature 
on  the  subject,  and  differences  of  usage  in  text-books.  The  posi- 
tion here  used  is  that  employed  by  Tschermak  in  1884  and  by  Dana 
(6th  ed.),  Rosenbusch  (4th  ed.),  and  others. 

Monoclinic  amphibole,  a .  6 :  c  =  0.55108 : 1 : 0.29376,  /?= 73°  58}'. 

The  crystal  habit  is  often  that  of  slender  prisms,  though  short, 
thick  prisms  and  equidimensional  crystals  are  common  in  many 
rocks.  Lamellar  crystals  are  rare.  Fibrous  aggregations,  asbestus, 
are  frequent  in  certain  varieties,  tremolite,  actinolite,  crocidolite. 

The  forms  common  to  all  varieties  of  monoclinic  amphibole  are 
m(llO),  6(010),  less  often  a(lOO),  sometimes  e(130).  The  common 
terminal  planes  on  tremolite,  actinolite,  and  hornblende  are  r(Oll), 


356  AHPHIBOLE  GROUP. 

p{101),  sometimes  t(l01),  o(121),  and  rarely  c(001).  Some  of  th© 
more  frequent  combinations  of  forms  are  shown  in  Figs.  2,  3,  4, 
5,  and  6,     Crystals  with  the  greater  variety  of  faces  occur  in  trem- 
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elite  and  actinolite.  Those  of  hornblende  are  usually  quite  simple, 
having  the  iinit  prism  (110)  strongly  developed,  with  the  second 
pinacoid  (010)  subordinate,  and  less  frequently  the  first  pinacoid  (100) 
quite  small.  When  terminal  fares  are  present  they  are  usually 
r(011)    and   p(IOI).     As   the   angle   l>etween   the  prism  faces  (110) 
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is  124°  ll',cro33^Bections  are  rhombic,  usually  with  the  acute  aisles 
truncated  by  (010),  yielding  6-sided  sections  in  contrast  to  the  8-sided 
cross-sections  common  to  pyroxenes.  Sections  in  other  directions 
through  the  crystals  are  not  characteristic. 

Euhedral  crystals  are  oftener  developed  in  tremolite,  actinolite, 
and  hornblende  when  grown  in  metamorphosed  limestones  and  on 
the  sides  of  cavities,  and  in  amphiboles  in  igneous  rocks  when  they 
occur  as  phenocrysts  in  porphyries.  Otherwise  the  crystals  are  sub- 
hedral,  usually  having  definite  faces  in  the  prism  zone  parallel  to 
the  c  axis,  but  lacking  r^jular  faces  at  the  ends  of  the  prisms.  Anhe- 
drri  crystals  are  very  common,  especially  in  the  more  evenly  granular 
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rocks,  both  igneous  and  metamorphie,  the  best  illustrations  being  the 
homblendites  and  amphibolites. 

Twinning. — ^The  common  case  is  that  in  which  the  twinning 
and  composition  plane  is  (100).  In  some  instances  there  are  several 
lamellse  in  twinned  position  between  the  larger  twinned  parts.  A 
second  form  of  twinning  is  parallel  to  the  basal  pinacoid  (001),  and 
is  usually  polysynthetic.  It  is  produced  by  pressure  as  in  pyroxene, 
but  is  not  often  met  with. 

Cleavage  parallel  to  (110)  is  generally  highly  developed,  yielding 
in  cross-sections  straight  cracks  intersecting  at  approximately  124^, 
which  is  one  of  the  most  distinctive  characteristics  of  amphibole. 
Cleavages  parallel  to  (100)  and  (010)  are  sometimes  distinct,  but 
are  rare.  Parting  parallel  to  twinned  lamellse  is  occasionally  developed. 

Fracture,  subconchoidal  to  uneven,  appears  in  thin  section  as 
irregular  cracks,  often  nearly  at  right  angles  to  the  prismatic  cleavage. 

H.  =  5-6.  The  specific  gravity  varies  with  the  chemical  compo- 
sition, increasing  with  the  content  of  iron  in  a  general  way. 

Tremolite  Sp.  gr.  =  2 .  930-3 .  027  St .  Oothard 

Actinolite  2.99    Felling                              3.067  (Jreinor 

Cummlngtonite  3 . 068  Baltimore                         3.15    Greenland 

Glaucophane  2.991  Shikoku,  Japan 

Crocidolite  3.2  Rhode  Island                       3 .  326  Doch  f ou  r 

Pargasite,  hornblende  3 . 1 12  Vesuvius                         3 .  33  Jan  Mayen 

Kaersutite  3 .  137  Creenland                       3 .  336  Linosa 

Barkevikite  3 .  428  Brevik 

Riebeckite  3.433  Colorado 

Arfvedsonite  3.454  Kangerdluarsuk 

Granerite  3.713  Department  du  Var 

Optical  Properties. — In  the  monoclinic  amphiboles  the  plane 
of  the  optic  axes  lies  in  the  plane  of  symmetry  (010)  with  few  excep- 
tions. The  bisectrix  Z  is  situated  in  the  obtuse  angle  /?,  between 
the  crystal  axes  a  and  c.  Its  inclination  to  the  axis  c  varies  with 
the  composition  of  the  amphibole  as  shown  in  the  diagrams;  so  do 
also  the  indices  of  refraction  and  the  angle  between  the  optic  axes. 
Owing  to  the  complex  chemical  composition  of  this  series  of  minerals, 
there  is  no  simple  law  correlating  the  composition  and  optical  proper- 
ties. The  various  groups  of  data  are  given  in  a  series  of  tables. 
The  orientations  of  the  bisectrices  X  and  Z  in  the  plane  (010)  are  stated 
in  the  diagrams  (Figs.  7  and  8).  Owing  to  the  number  of  these  that 
nearly  coincide,  they  have  been  arranged  in  two  groups,  one  con- 
taining the  amphiboles  chiefly  formed  in  metamorphie  rocks,  together 
with  those  of  secondary  origin;    the  other  group  containing  those 
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that  are  pyrogenetic.  Some  varieties,  like  common  homblendet 
occur  in  both  groups.  The  data  have  been  placed  in  the  diagr&m 
corresponding  to  the  source  of  the  amphibole.  In  Fig.  7  it  is  seen 
that  the  bisectrix  Z  in  nearly  all  amphiboles  from  metamorphic  rocks 
lies  within  the  obtuse  angle  ^  between  the  crystal  axes  c  and  a. 


Flo.  7. — Aniphiboies  from  Meta- 
morphic Rocks. 


Fig.  8. — Aiiipblbolea  from  Igneouii 
Rocks. 


In  the  different  varieties  the  ranges  of  positions  of  Z  coincide 
more  or  less  completely,  as  indicated  by  the  following  data,  which 
probably  do  not  express  the  entire  range  in  each  case: 


Glaucophane 

ZAc 

a"-!!" 

in  obtuse 

angled 

Gastaldil« 

6" 

" 

6"-.i7» 

Common  homblonde 

lO'-lS" 

Griinerite 

W'-Xh" 

" 

Actinolito 

IS-'-lS" 

'• 

Treniolite 

IS'-l?" 

Pargasito 

18'-27» 

■• 

Crossite 

Yf\c 

20°-30" 

Blue  hornblende  (Rowta  Hills) 

Xf\e 

\V~\f? 

in  acute 

angled 

Crocidolite 

-YAc 

IS'-M" 

in  (7)  angle  ^ 

Glaucophane  and  gastaldite  have  the  smallest  extinction  angle 
measured  from  c.  Cummingtonite,  common  hornblende,  griinerit^ 
actinolife,  and  tremolite  have  neariy  the  same  range,  though  actino- 
lite  and  tremolite  do  not  appear  to  range  so  tow  as  the  first  three 
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named.  Pargasite  grading  into  common  hornblende  reaches  the 
highest  limit  of  this  series  of  amphiboles.  The  remaining  varieties 
differ  somewhat  from  the  preceding  in  the  position  of  the  bisectrices 
or  are  not  definitely  known.  In  crossite  the  plane  of  the  optic 
axes  is  normal  to  the  plane  of  symmetry,  according  to  Rosenbusch, 
with  Z II  b  and  the  angle  F  A  c= 20^-30''.  According  to  Palache,  Y  ||  b 
and  XAc=13®.  In  the  blue  hornblende  described  by  Cross  from 
Rosita  Hills,  Colo.,  the  bisectrix  X  lies  in  the  acute  angle  /?  and 
X Ac  =13^-15°.  In  crocidolite  the  bisectrix  X  is  nearest  c,  with 
X Ac  =18*^-20°  in  that  from  Templeton,  Canada,  but  it  is  not  stated 
whether  it  lies  in  the  acute  or  obtuse  angle  ^. 

In  the  amphiboles  of  pyrogenetic  origin  (Fig.  8)  there  is  a  some- 
what more  definite  serial  succession,  though  chemically  different 
series  of  varieties  coincide  in  their  range  of  angular  positions  with 
respect  to  c.  In  nearly  all  these  amphiboles  the  plane  of  the  optic 
axes  lies  in  (010),  the  only  exception  being  the  blue  hornblende 
from  Viezzena  Thai,  in  which  Z  \\  b.  In  all  the  other  cases  cited  the 
bisectrix  Z  lies  in  the  obtuse  angle  ^,  the  angles  Zac  ranging  from 
0°  to  almost  90°.    The  following  is  a  list  of  extinction  angles: 


Basaltic  hornblende 

ZAc 

Barkevikite 

Kaersutite 

Soretite 

Common  hornblende 

Hastingsite 

Katoforite 

Basaltic  hornblende,  Aranyer  \  ,j 

Berg 

i 

Arfvedsonite 

(t 

Riebeckite 

It 

0^-10° 

in  obtuse  angle  ^ 

0*»-12«,  14*» 

10* 

17* 

19*53' 

25*-30* 

31*,  41*,  58® 

37* 

72*,  76*,  80* 

82*-88*.5 

€  £         * 

From  this  it  is  seen  that  basaltic  hornblende  and  barkevikite 
have  the  same  range  of  extinction  angles  measured  from  c  to  the 
bisectrix  Z,  the  direction  of  vibration  of  the  slowest  ray.  The  same 
range  of  low  angles  is  found  in  riebeckite  and  arfvedsonite,  but  in 
this  case  the  bisectrix  is  X,  the  direction  of  vibration  of  the  fastest 
ray.  Common  hornblende  ranges  from  the  more  ferruginous  varie- 
ties to  hastingsite  and  katoforite,  but  only  a  single  determination 
from  a  pyrogenetic  *'  common "  hornblende  appears  in  the  list* 
The  high  angle  in  the  "  basaltic  "  hornblende  from  Aranyer  Berg 
is  anomalous.  Katoforite,  as  Brogger  points  out,  appears  to  be  inter- 
mediate in  position  between  hornblende  and  arfvedsonite  or  riebeckite, 
corresponding  to  the  place  occupied  by  aegirite-augite  in  the  pyroxene 
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series.  This  apparently  regular  gradation  in  the  optical  orientations 
of  the  pyrogenetic  amphiboles  does  not  correspond  to  an  equally 
regular  transition  in  their  chemical  compositions. 

In  the  matter  of  indices  of  refraction  and  the  angles  between 
the  optic  axes  there  is  considerable  divergence  among  the  various 
amphiboles  studied,  and  much  remains  to  be  learned  regarding  the 
optical  constants  of  the  darker-colored  varieties,  and  of  those  occur- 
ring mainly  as  small  crystals  in  rocks.  From  the  accompanying 
data  it  is  seen  that  the  lowest  indices  of  refraction  measured  occur 
in  tremolite,  a  =1.5987.  In  the  series  from  tremolite  to  griinerite 
the  refringence  increases  slightly  in  actinolite,  somewhat  more  in 
cummingtonite,  and  is  highest  in  griinerite,  the  variety  rich  in  ferrous 
iron.  The  double  refraction  is  nearly  the  same  in  tremolite  and 
actinolite,  0.025  to  0.028,  and  is  twice  as  great  in  griinerite  from 
Collobri^res,  0.056,  but  is  only  0.030  in  a  variety  from  the  Lake 
Superior  region.  In  all  of  these  amphiboles  so  far  as  studied,  the 
dispersion  of  the  optic  axes  is  p<v  and  weak.  The  angle  between 
the  optic  axes  21^  is  large,  and  the  acute  bisectrix  is  X  in  all  cases 
but  that  of  cummingtonite,  in  which  it  is  Z,  Tremolite,  actinolite, 
and  griinerite  are  optically  negative  (— ),  while  cunmiingtonite  is 
positive  (+). 

Of  the  aluminous  amphiboles,  pargasite  low  in  iron  has  nearly 
the  same  index  of  refraction  as  those  of  tremolite  and  actinolite. 
It  is  slightly  higher  in  glaucophane,  and  still  more  so  in  gastaldite. 
The  same  is  true  for  common  hornblende,  the  varieties  richer  in 
iron  having  higher  indices  of  refraction,  the  highest  being  foimd  in 
"  basaltic  "  hornblende  and  barkevikite,  which  have  nearly  as  high 
refraction  as  griinerite.  The  double  refraction  in  these  aluminous 
amphiboles  is  slightly  lower  than  in  the  tremolite-griinerite  series, 
y—a  ranging  from  0.0163  to  0.0240  with  one  exception,  the  basaltic 
hornblende  from  Bohemia,  with  7-  — a  =  0.0720.  In  the  variety  of 
katoforite  from  San  Miguel,  Azores,  the  double  refraction  is  very  low; 
the  axial  dispersion  is  strong,  but  ^>r.  The  values  of  2V  xnry  from 
42?  in  some  glaucophane,  and  about  60°  in  pargasite,  to  high  angles 
in  hornblendes.  The  acute  bisectrix,  however,  differs  in  different 
varieties  of  these  amphiboles,  and  also  in  different  crystals  of  simi- 
lar varieties.  In  pargasite  the  acute  bisectrix  is  Z,  which  is  optically 
positive  (  +  ).  In  glaucophane  and  gastaldite  it  is  X,  optically  nega- 
tive (— ).  In  hornblende  it  is  X  in  some  cases  and  Z  in  others. 
The  axial  dispersion  ia  p<v  and  strong  in  glaucophane.  The  refrac- 
tive indices  of  arfvedsonite  and  riebeckite  have  not  been  determined. 
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In  riebeckite  from  Gloggnitz  the  double  refraction  is  very  low, 
/•—a  =  0.0051  for  blue,  the  axial  dispersion  is  ^<v,  and  the  optical 
character  positive  (  +  ). 

The  dispersion  of  the  bisectrices  in  the  plane  (010)  varies  from 
a  slight  amount  in  tremolite,  actinolite,  and  common  hornblende 
to  considerable  in  the  basaltic  hornblendes  and  the  alkalic  amphi- 
boles,  3rielding  inclined  dispersion  in  most  cases,  since  the  plane  of 
the  optic  axes  lies  in  (010).  In  basaltic  hornblendes  the  direction 
of  dispersion  is  not  the  same  for  all  cases  observed;  sometimes 
Zp/\c<Z^/\Cj  at  others  it  is  the  reverse.  In  glaucophane 
Zf,/\c>Zv/\c.  In  arfvedsonite  and  riebeckite  XpAc<X^ACj  the  dis- 
persion in  riebeckite  being  somewhat  less  than  that  in  arfvedsonite. 
In  all  three  of  these  cases  the  dispersion  is  in  the  san^e  direction 
because  the  angles  Zac  and  XAc  are  measured  on  opposite  sides 
of  the  axis  c. 

From  these  data  it  is  seen  that  the  refraction  of  monoclinic 
amphiboles  is  high  compared  with  that  of  feldspar,  quartz,  and 
Canada  balsam,  so  that  thin  sections  of  amphibole  in  rocks  con- 
taining feldspar,  quartz,  and  nephelite  exhibit  noticeable  relief  with 
pronounced  outlines,  having  dark  cracks  and  a  shagreened  surface 
when  mounted  in  balsam.  The  refraction  is  slightly  lower  than 
that  of  the  pyroxenes  with  which  they  are  oftenest  associated;  the 
double  refraction  is  nearly  the  same  in  these  two  groups  of  minerals, 
but  the  interference  colors  of  the  second  order  in  ordinary  thin  sec- 
tions are  not  so  noticeable  in  hornblendes  and  the  darker-colored 
amphiboles  as  in  pyroxenes,  owing  to  the  stronger  absorption  of 
parts  of  the  light  in  these  amphiboles.  They  are  clearly  recog- 
nizable in  the  light-colored  sections  of  actinolite  and  tremolite. 

Marked  dispersion  of  the  optic  axes  is  observed  on  the  hyperbola 
emerging  nearly  normal  to  (100)  in  certain  hornblendes.  In  the 
alkalic  amphiboles,  with  strong  dispersion  of  the  bisectrices  in  (010), 
sections  parallel  to  this  plane  do  not  show  complete  extinction  in 
any  position  between  crossed  nicols. 

Sections  parallel  to  (010)  exhibit  the  strongest  double  refraction 
except  in  the  few  amphiboles  in  which  the  plane  of  the  optic  axes 
is  normal  to  this  plane. 

The  optical  behavior  of  monoclinic  amphiboles  in  sections  situ- 
ated in  the  zones  (001)  (010),  (100)  (001),  and  (001)  (010)  is  similar 
to  that  described  for  monoclinic  pyroxenes  and  need  not  be  restated. 

Color. — In  thick  plates  and  crystals  tremolite  is  colorless  to  white 
and  dark  gray,  pink  to  violet-tinted  in  hexagonite,  which  contains 
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a  little  manganese;  greenish-tinted  from  ferrous  iron  as  it  grades 
into  actinolite,  which  is  bright  green  to  grayish  green.  Cumming- 
tonite  and  griinerite  are  grayish  brown  to  brown.  Pargasite  and 
common  hornblende  are  bright  green  to  dark  green,  sometimefl 
bluish  green,  often  black.  The  lighter  colors  are  usually  found  in 
pargasite,  the  darker  ones  in  hornblende.  Of  the  alkalic  amphiboles 
glaucophane  is  blue  to  bluish  black;  crocidolite  is  lavender-blue 
or  green;   arfvedsonite,  barkevikite,  and  riebeckite  are  black. 

In  thin  sections  the  lighter-colored  varieties  are  colorless  or  pale 
shades  of  the  colors  shown  in  megascopic  crystals;  the  black  varie- 
ties are  strongly  colored  in  greens,  blues,  browns,  and  reds.  Most 
amphiboles  exhibit  pleochroism  which  is  more  pronounced  in  the 
darker-colored  varieties  and  is  quite  varied  in  tints.  In  general 
it  may  be  said  that  the  colors  in  actinolite  are  yellows  and  greens; 
in  griinerite,  brown;  in  pargasite,  greens,  also  yellowish,  bluish,  and 
pinkish;  in  common  hornblende,  greens,  also  yellowish  and  brownish 
to  browns,  which  dominates  in  the  basaltic  hornblendes,  which  are 
olive-green,  browns,  and  sometimes  reds;  in  barkevikite  and  kato- 
forite  browns  preponderate,  being  sometimes  yellowish  or  reddish. 
In  the  sodic  amphiboles  blue  tones  are  common.  In  arfvedsonite 
the  colors  are  blue,  greenish  blue,  lavender-blue,  violet,  greenish 
yellow,  yellow  to  brownish  in  some  cases.  Similar  colors  occur  in 
riebeckite,  glaucophane,  crocidolite,  crossite,  and  other  varieties 
The  specific  pleochroism  noted  in  different  amphiboles  is  given  in 
the  accompanying  table. 

Zonal  structure  produced  by  variations  in  the  chemical  compo- 
sition of  amphibole  crystals  is  not  very  commonly  met  with.  Zones 
of  different  colors  or  shades  of  color  sometimes  develop,  but  it  usu- 
ally appears  as  though  the  crystal  is  homogeneous  in  composition 
from  center  to  margin.  In  some  instances  the  central  portion  of  a 
crystal  of  common  hornblende  is  brown  with  the  outer  portion  green. 
In  other  cases  the  outer  portion  is  darker  than  the  central.  Zonal 
variation  in  the  color  and  composition  of  the  alkalic  amphiboles  has 
been  noted,  but  it  is  not  so  common  or  so  pronounced  as  in  the  pyrox- 
enes. In  such  cases  arfvedsonite  surrounds  barkevikite  or  kato- 
forite. 

Hour-glass  structure  is  sometimes  developed  in  the  amphiboles 
richer  in  Ti02,  as  is  the  case  with  the  pyroxenes.  There  are  varia- 
tions in  color  in  amphiboles  that  are  not  regularly  distributed  in 
the  crystal,  but  occur  in  irregularly  shaped  patches.  These  are 
sometimes  due  to  alteration  of  the  original  mineral.     It  frequently 
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happens  that  the  hornblendes  in  andesites  and  other  lavas  are  bright 
red  in  thin  section;  this  is  probably  due  to  a  change  in  the  oxida- 
tion of  the  ferrous  iron,  produced  by  a  dissociation  of  the  water 
vapor  in  the  rock^  as  it  is  quite  local  in  some  instances,  and  appears 
in  other  ferrous  minerals,  as  mica  and  hypersthene,  associated  with 
the  hornblende.  Experiments  by  Belowsky  and  also  by  Schneider 
upon  the  effects  of  heating  hornblende  in  the  presence  of  air  or  super- 
heated water  vapor  show  a  change  of  green  colors  to  browns,  owing* 
to  the  further  oxidizing  of  ferrous  iron.  Schneider  also  found  a 
change  in  the  values  of  Z  Ac  from  2®  or  8°  to  0®  in  basaltic  hornblende. 

Inclusions. — The  amphiboles  are  not  especially  characterized  by 
any  particular  kind  of  inclusions.  They  may  naturally  inclose  any 
mineral  associated  with  them  except  younger  pyrogenetic  ones. 
Tremolite  and  actinolite  are  generally  free  from  inclusions,  with 
the  exceptions  just  noted.  Hornblende  is  often  quite  free  from 
inclusions,  but  often  incloses  apatite,  magnetite,  and  titanite  in  the 
igneous  rocks,  and  sometimes  rutile  in  the  metamorphic  ones.  Gas 
or  fluid  inclusions  are  rare,  as  are  also  glass  inclusions  when  in  lavas. 

Parallel  growths  of  amphibole  and  pyroxene  are  frequent,  the 
amphibole  forming  a  zone  abouj  the  pyroxene;  hornblende  sur- 
roimds  augite,  diopside,  or  hypersthene;  the  alkalic  amphiboles 
inclose  segirite-augite  or  aegirite.  In  some  instances  the  two  min- 
erals are  irregularly  intergrown.  In  either  case  they  have  the 
c  axes  and  the  b  axes  parallel.  This  is  sometimes  brought  about 
by  metamorphic  or  secondary  processes,  but  is  oftenest  pyrogenetic, 
primary,  crystallization.  A  frequent  case  of  the  secondary  pro- 
duction of  amphibole  from  pyroxene  is  that  of  uraiite.  Biotite  is 
often  inclosed  in  hornblende  in  the  phanerocrystalline  igneous  rocks 
and  lepidomelane  is  similarly  associated  with  the  alkalic  amphiboles, 
as  primary,  pyrogenetic,  crystals.  The  association  of  magnetite 
and  pyroxene  with  hornblende  as  a  pyrogenetic  alteration  has  already 
been  noticed.  Hornblende  sometimes  acts  as  a  matrix  for  all  the 
other  minerals  associated  with  it,  as  in  poikilitic  hornblende  in  cer- 
tain peridotites,  when  it  incloses  pyroxenes,  olivine,  sometimes  feld- 
spar, and  other  minerals. 

Modes  of  Occurrence. — Monoclinic  amphiboles  occur  abundantly 
in  igneous  and  metamorphic  rocks;  certain  varieties,  however,  are 
distinctly  pyrogenetic,  others  wholly  metamorphic  or  secondary, 
while  some  crystallize  with  like  characters  both  from  molten  mag- 
mas and  through  metamorphic  processes.  The  various  modes  of 
occurrence  will  be  mentioned  for  the  various  kinds. 
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Tremolite  and  actinolite  are  known  only  as  secondary  or  meta- 
morphic  minerals.  They  do  not  appear  to  crystallize  directly  from 
molten  magmas.  Their  chief  occurrence  is  in  the  crystalline  schists 
and  in  granular  or  massive  metamorphic  rocks.  They  are  also  com- 
mon products  of  alteration  in  igneous  rocks. 

In  metamorphic  rocks  they  usually  form  thin  prismatic  crystals 
scattered  in  all  directions  or  clustered  in  more  or  less  radiating  groups. 
In  dimensions  they  range  from  microscopic  sizes  to  large  megascopic 
ones.  They  may  be  associated  with  other  minerals,  or  form  the 
chief  constituent  of  the  rock.  TremoUte  is  oftenest  developed  in 
metamorphosed  magnesian  limestones,  being  frequently  associated 
with  calcite.  It  also  occurs  in  serpentine  associated  with  olivine 
and  pyroxene  as  an  alteration  product,  in  peridotites,  and  in  some 
gabbros.  Actinolite  is  the  commoner  variety  of  the  two,  being 
wide-spread  in  various  schists  and  massive  metamorphic  rocks.  It 
is  frequently  a  secondary  mineral  in  igneous  rocks,  resulting  from 
the  alteration  of  pyroxenes  and  hornblende.  In  some  instances  the 
actinolite  needles  lie  at  various  angles  in  confused  aggregation,  in 
others  they  are  all  parallelly  oriented,  and  the  c  and  b  axes  of  the 
amphibole  are  parallel  to  these  axes  in  the  original  pyroxene  crystal. 
Such  secondary  amphibole  often  retains  the  outward  shape  of  the 
former  pyroxene,  becoming  a  pseudomorph  after  it.  It  is  usual 
for  the  twinning  of  the  pyroxene,  when  present,  to  be  reproduced 
in  the  fibrous  or  prismatic  amphibole,  and  in  some  instances  the 
pinacoidal  parting  of  diallage  is  maintained  in  the  secondary  mineral. 
Such  actinolite  pseudomorphs  after  diallage  have  been  called  smarag- 
dite.  They  occur  in  certain  altered  gabbros,  together  with  saussurite. 
The  more  or  less  fibrous  pseudomorph  of  amphibole  after  pyroxene 
is  called  uroLUe  and  may  have  the  composition  of  actinolite  or  of 
common  hornblende,  according  to  the  composition  of  the  original 
pyroxene.  Tremolite  and  actinolite  also  occur  in  finely  fibrous 
masses,  aahestiis,  and  in  dense,  aphanitic  to  megascopically  fine- 
grained masses  called  nephrite.  GrilnerUe  has  much  the  same  mode 
of  occurrence  as  actinolite,  but  is  much  less  common.  It  is  found 
in  mica-schist  near  CoUobriferes,  France,  and  in  association  with 
iron  ores  in  the  Lake  Superior  region. 

Edenite,  the  aluminous  amphibole  poor  in  iron,  occurs  in  crys- 
talline limestone  with  other  silicates  in  the  manner  of  minerals  pro- 
duced by  contact  metamorphism.  It  is  comparatively  rare.  Par- 
gasUe  is  found  in  metamorphic  rocks,  both  in  gneisses  and  crystalline 
limestone.    It  is  much  less  common  than  ordinary  hornblende. 
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Comrrum  hornbleruie  occurs  both  in  igneous  and  in  metamorphic 
rocks.  In  igneous  rocks  it  is  a  common  constituent  of  various 
phanerocrystalline  rocks — granite,  syenite,  diorite,  gabbro,  etc. — ^and 
also  of  many  aphanitic  and  glassy  ones.  But  it  is  more  frequently 
developed  in  the  phanerocrystalline  rocks  than  in  the  chemically 
equivalent  lavas.  In  porphyritic  rocks  it  is  oftener  crystallized  as 
phenocrysts  than  as  microlites  in  the  groundmass.  It  sometimes 
is  a  secondary  mineral  in  igneous  rocks  resulting  from  the  altera- 
tion of  pyroxene.  Occasionally  it  is  compact  and  is  scarcely  to 
be  distinguished  from  pjo^ogenetic  hornblende.  The  only  unques- 
tionable means  of  distinguishing  it  is  the  retention  of  a  pyroxene 
outline,  demonstrating  its  pseudomorphous  character,  or  its  occur- 
rence in  veins  traversing  primary,  pyrogenetic,  minerals  like  feld- 
spar in  a  manner  not  possible  with  pyrogenetic  hornblende.  In  meta- 
morphic rocks  it  forms  a  constituent  of  many  gneisses  and  of  some 
schists,  being  almost  the  sole  component  of  certain  amphibolites. 

Basaltic  hornblende  occurs  wholly  in  igneous  rocks  and  grades 
into  common  hornblende.  It  occurs  in  the  same  manner  so  far 
as  crystal  forms  and  textures  of  rocks  are  concerned,  but  is  developed 
in  magmas  of  somewhat  different  composition,  namely,  those  with 
more  iron.  The  two  varieties,  however,  crystallize  in  the  same  rock 
in  some  instances,  occasionally  as  parts  of  one  and  the  same  crystal. 
It  is  more  common  in  gabbros,  basalts,  and  rocks  of  closely  similar 
composition  than  in  diorites  or  granites.  It  grades  into  more  alkalic 
varieties  rich  in  ferric  oxide,  and  through  these  into  barkevikite, 
and  therefore  occurs  in  the  same  kinds  of  magmas. 

Barkevikite  and  katofarite  occur  wholly  in  igneous  rocks  dis- 
tinctly alkalic,  generally  rich  in  soda;  especially  in  nephelite-syenite 
and  syenites  and  related  porphyries  in  Norway,  and  in  similar  petro- 
graphic  provinces  in  other  parts  of  the  world.  Arfvedsonite  is  like- 
wise a  constituent  of  alkalic  igneous  rocks  rich  in  soda,  and  is  asso- 
ciated with  barkevikite.  It  is  best  developed  in  the  nephelite- 
syenites  of  Greenland.  Riebeckite  is  developed  in  certain  granites 
and  syenites  rich  in  alkalies  with  abundant  soda,  and  to  a  less  extent 
in  porphyries  and  lavas  of  similar  composition.  Hastingsite  is  found 
in  nephelite-syenite  from  Dunganon,  Hastings  Coimty,  Ontario. 
Glaiu:ophane  is  a  constituent  of  metamorphic  rocks  only,  occurring 
in  mica-schists  and  other  schistose  rocks,  in  eclogite  and  in  crys- 
talline limestone.  The  occurrence  of  gastaldite  is  similar.  Croasite 
forms  a  rock  with  albite  in  the  crystalline  schists  near  Berkeley, 
Cal. 
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Resemblances. — Monoclinic  amphiboles  are  most  nearly  like  mono- 
clinic  pyroxenes  in  optical  properties,  having  nearly  the  same  refrac- 
tion and  double  refraction,  and  in  some  varieties  similar  colors. 
But  they  differ  distinctly  in  the  angle  of  prismatic  cleavage  and  of 
crystal  outline  in  cross-section.  In  general  the  angle  of  extinction 
in  longitudinal  sections  reaches  higher  values  in  pyroxenes  than  in 
similarly  colored  amphiboles.  Colorless  and  pale,  non-pleochroic 
amphiboles,  tremolite,  actinolite,  edenite,  differ  from  colorless  or 
pale  diopside  in  the  cleavage  and  cross-section,  lower  maximum  of 
extinction  angles,  ZAc  about  15°  in  the  amphiboles  and  about  30° 
in  diopside.  They  may  be  distinguished  from  sillimanite,  which 
they  closely  resemble  in  form  and  refraction,  by  the  orthorhombic 
character  of  this  mineral,  ZAc=0°.  They  differ  from  wollastonite 
by  the  angles  of  cleavage,  the  zero  angle  of  extinction  in  prisms  of 
wollastonite  parallel  to  &,  in  which  Y  ||  b,  and  in  the  positions  of  the 
plane  of  the  optic  axes,  which  in  the  latter  mineral  is  at  right  angles 
to  the  planes  of  cleavage  (100)  (001). 

Pale  pleochroic  actinolite  is  distinguished  from  epidote  by  the 
stronger  double  refraction  of  the  epidote  and  its  slightly  higher  refrac- 
tion; the  position  of  the  plane  of  the  optic  axes,  which  is  normal 
to  the  planes  of  cleavage,  and  the  prism  axis  of  the  epidote  crystals, 
parallel  to  b  with  Y  \\  b. 

Hornblende  because  of  its  marked  pleochroism  and  colors  is  easily 
distinguished  from  minerals  which  have  nearly  the  same  refrac- 
tion and  double  refraction.  It  is  distinguished  from  segirite  and 
acmite,  which  resemble  it  somewhat  in  color  and  pleochroism,  by 
the  angle  of  the  prismatic  cleavage  and  of  the  outline  of  cross-section, 
and  by  the  fact  that  the  bisectrix  nearest  c  is  Z  in  hornblende  and 
X  in  aegirite  and  acmite.  Brown  hornblende  and  brown  pleochroic 
allanite  are  distinguished  by  the  cleavage  and  the  optical  orien- 
tation of  allanite,  which  is  the  same  as  that  of  iron-epidote  previ- 
ously mentioned.  Hornblende  often  resembles  sections  of  similarly 
colored  mica  cut  parallel  to  the  cleavage.  The  mica  is  identified 
by  the  complete  absence  of  cleavage  in  such  sections,  and  its  small 
optic  axial  angle,  approaching  that  of  a  uniaxial  mineral. 

The  pleochroic  amphiboles  of  various  colors  somewhat  resemble 
tourmaline  in  refraction,  double  refraction,  and  colors,  but  they 
are  distinguished  by  the  imiaxial  character  of  the  tourmaline  in 
cross  sections,  the  parallel  extinction  in  prismatic  sections  of  tour- 
maline, by  the  absence  of  cleavage,  and  the  stronger  absorption 
in  tourmaline  of  light  vibrating  across  the  prism,  0>£. 
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The  bluish  amphiboles  resemble  few  other  rock-making  minerals. 
Dumortierite  approaches  them  in  refraction  and  pleochroism,  but  has 
lower  double  refraction  and  is  orthorhombic. 

Laboratory  Production. — ^Amphibole  has  only  been  produced  in 
the  laboratory  upon  one  occasion,  when  von  Chrustschoflf  obtained 
small  crystals  about  1  mm.  long  by  0.25  mm.  thick  after  three  months' 
exposure  of  the  chemical  constituents  in  the  presence  of  water  in  a 
closed  vessel  to  a  temperature  of  650°  C.  The  resulting  mineral 
exhibited  the  physical  properties  of  an  amphibole,  but  its  exact 
chemical  composition  was  not  determined. 

iENIGMATITE  (CJossyritb). 

Ill 
Na,Fe,AlFe(Si,Ti)  „0m. 

Tricunic.  o :*:c -0.6778 :1:0.3506,  a-90°,  ^-72^49',  r-SO'approx. 
Twinning  plane  (010) ,  common. 

Cleavage:  (110)  (110)  distinct,  with  angle  of  66*^  approx.  Fracture 
uneven.  H.—5.5.  Sp.  gr,  "3.80-3.85  for  senigmatite,  3.74-3.75 
for  cossyrite. 

Optical  Properties. — Axial  plane  nearly  parallel  to  (010).  The  acute 
bisectrix  is  Z,  optically  positive  (+),  and  ZAc-45**  approx.,  2-&-"60° 
approx.  Index  of  refraction  about  the  same  as  for  monoclinic  am- 
phibole,a»1.80;  double  refraction  low,  7—0=0.0064. 

Colar:  black,  reddish  brown  in  very  thin  sections.  Pleochroism  strongly 
marked.    Streak  reddish  brown.    Liuler:  vitreous. 

Chemical  Composition. — A  titanosilicate  of  iron  and  sodium  with 
some  aluminium  and  smaller  amounts  of  manganese,  calcium,  and 
magnesium.  The  analysis  of  senigmatite  from  Greenland  shows 
considerable  Ti02,  which  does  not  appear  in  that  of  cossyrite  from 
Pantellaria,  but  which  may  possibly  be  present. 

SiOa     TiOa  AlsOs   FeiOs     ^O     MgO    CaO    NaaO    K2O      MnO     CuO 
.finigmatite   37.92  7.57    3.23    5.81    35.88   0.33    1.36    6.58    0.51     1.00      — 

- 100.19 
Gosqrrite        43.55    —     4.96   7.97   32.87   0.86  2.01    5.29    0.33    1.98    0.39 

- 100.21 

Partially  decomposed  by  acids.  Alterations  and  decomposition 
products  not  definitely  known.  Supposed  by  Hackman  to  alter 
to  a  fibrous  or  acicular  mineral  whose  composition  has  not  been 
determined. 

Crystal  Form. — The  habit  is  prismatic  like  amphibole,  but  the 
prismatic  angle  (110)  A(lIO)  is  66^  The  forms  observed  are  (110), 
(llO)   dominant,   (100)   and   (010)   subordinate,  besides  a  number 
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of  well-developed  planes  terminating  the  prism  (Oil),  (Oil),  (031), 
(03l),  and  others.  The  twinning  parallel  to  (010)  is  sometimes  re- 
peated, producing  twinned  lamellse.  It  occurs  also  in  anhedral  and 
roimded  shapes.  iEnigmatite  crystals  in  Greenland  sometimes 
reach  lengths  of  several  inches.  The  dimensions  of  cossyrite  are 
small.  The  prismatic  cleavage  is  very  distinct  in  cross  section  and 
in  those  near  (010). 

Optical  Properties. — Owing  to  the  very  strong  absorption  in 
several  directions   little   has   been  positively  determined  regarding 

the  optical  constants.  The  plane  of  the  optic 
axes  lies  nearly  parallel  to  (010).  The  acute 
bisectrix  Z  is  inclined  about  45®  to  c.  In  sec- 
tions parallel  to  (100)  the  extinction  angle  is 
3°  46'  from  the  c  axis.  In  sections  parallel  to 
(010)  it  is  44®  57'  (Fig.  1).  The  corresponding 
measurements  on  cossyrite  are  3®  and  39°.  The 
index  of  refraction  is  somewhat  near  that  of 
amphibole,  a  =  1.80,  Larsen;  the  double  refraction 
is  lower,  y-  — a  =0.0064.  The  angle  between  the 
optic  axes  is  rather  low,  2-B=60®  approx.  Dis- 
persion of  the  optic  axes  not  distinct,  apparently 
p<v.  The  interference  figure  about  the  acute  bisectrix  exhibits 
unsymmetrical  disperison. 

Color. — In  ordinary  sections  nearly  opaque;  in  extremely  thin 
sections  brown  to  black,  according  to  the  position  of  the  section. 
Absorption  and  pleochroism  very  pronoimced  in  all  sections  except 
in  that  parallel  to  (100).  Z,  brown-black;  F,  deep  chestnut-brown; 
X,  clear  red-brown.    ZyYyX,  as  in  hornblende. 

Modes  of  Occurrence. — iEnigmatite  occurs  in  megascopic  crystals 
in  nephelite-syenite  at  Naujakasik  near  Kangerdluarsuk  in  Green- 
land, associated  with  arfvedsonite  and  aegirite.  It  has  also  been 
found  in  nephelite-syenite  on  the  Kola  peninsula,  and  to  some  extent 
in  closely  related  rocks  in  other  regions.  Cossyrite  occurs  in  minute 
crystals  associated  with  other  alkalic  amphibole  and  segirite  in  pan- 
tellerite  on  Pantellaria. 

Resemblances  to  Other  Minerals. — ^iEnigmatite  resembles  to  some 
extent  the  darker-colored  basaltic  hornblendes  and  allanite,  but  it 
is  distinguished  from  these  minerals  by  its  great  absorption,  which 
is  almost  complete  for  all  rays  but  red,  and  also  by  its  low  double 
refraction  and  its  cleavage. 


Fig.  1. 


RHONITE.  373 


RHONITE. 
Il"3H'"2(Si,Ti)20i2. 

Composition, — Possibly  a  basic  orthosilicate,  R"3(R'"0)2- 
((Si,Ti)04)2;  R"  =  Ca,  Mg,  Fe;  R'"  =  A1,  Fe.  Si02  =  24.42,  TiOz 
9.46,  AI2O3  17.25,  Fe203  11.69,  FeO  11.39,  MnO  trace,  MgO  12.62, 
CaO  12.43,  Na20  0.67,  K2O  0.63=  100.56. 

Triclinic.  Isomorphous  with  senigmatite.  Habit  of  cry^'stals 
short  prismatic,  as  in  hornblende,  or  tabular  parallel  to  (010). 
Twinning  plane  (010),  both  contact  twins,  and  polysynthetic 
lamellar  ones. 

Cleavage  rather  perfect,  parallel  to  (110)  and  (lIO);  not  quite 
so  good  as  in  hornblende.     Sp.  gr.=3.58  approx. 

Optical  Properties. — Biaxial,  optically  positive  (+),  apparently. 
Axial  plane  nearly  parallel  to  (010).  In  sections  parallel  to  (010), 
the  actue  bisectrix  Z  is  inclined  to  the  c  axis  about  39°  in  the  acute 
angle  j3.  In  sections  normal  to  (010)  and  parallel  to  X.  The 
extinction  angle  is  about  11°  to  the  trace  of  (010).  And  in  sections 
at  right  angles  to  Z  the  extinction  angle  is  7°  to  the  trace  of  (010). 
Double  refraction  about  the  same  as  in  hornblende.  Dispersion 
p<v. 

Color  black  to  brownish  black;  in  very  thin  sections  red  brown 
to  brownish  black.  Pleochroism  and  absorption  strong  as  in 
a?nigmatite.  A"  greenish  brown,  Y  brown,  Z  dark  red  brown  to 
black;  Z>Y>X.     Luster  often  metallic. 

Occurs  in  nephelite-basanite  at  Platz  near  Briieken  in  the 
Rhon,  and  in  similar  rocks  in  Vogelsgebirge,  Siebengebirge, 
Laachersee  district,  Kaiserstuhl,  in  Bohemia,  and  at  Snaboberg, 
Sweden. 
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n  in 

R3R2(Si04)3    or    SRORgOs-SSiOg. 

n  III 

R = Ca,  Mg,  Fe,  Mn.  R = Al,  Fe,  (Mn) ,  Cr,  Ti. 

n    m 

Garnets  are  orthosilicates  with  the  general  formula  R3R2  (8104)3, 

n  nx 

in  which  R  and  R  may  be  one  or  more  of  the  elements  indicated 
above.  In  some  cases  Ti  replaces  Si.  The  group  forms  an  isomor- 
phous  series  of  compounds  varying  considerably  in  composition 
which  has  been  divided  into  a  number  of  varieties,  the  principal 
ones  being  expressed  by  simplified  formulas  as  follow^: 

Grossularite  (hessonite)  Ca3Al2(Si04)3. 

Pyrope  Mg3Al2  (8104)3. 

Almandite  Fe3Al2(8i04)3. 

Spessartite  Mn3  AI2  (8104)  3. 

Andradite  (melanite)  Ca3Fe2 (8104)3. 

Also  (Ca,Mg)3Fe2(8i04)3 

and  Ca3Fe2((8i,Ti)04)3. 
8chorlomite  Ca3  (Fe,Ti)  2  ( (8i,Ti)  04)3. 

Uvarovite  Ca3Cr2  (8i04)  3. 

In  each  of  these  simple  molecules  there  are  small  amounts  of 
the  other  isomorphous  molecules.  This  is  shown  by  analyses  from 
a  few  of  the  many  known  occurrences,  most  of  those  selected  having 
been  studied  optically. 

Alteration. — Most  garnets  are  not  decomposed  by  acids;  some 
varieties  are  partially  decomposed.  The  garnets  with  simpler  mole- 
cules are  seldom  found  in  an  altered  condition  in  rocks.  They  some- 
times alter  to  chlorite  or  serpentine.  But  common  garnet,  which 
contains  Ca,  Fe,  Mg  in  considerable  amounts,  is  known  to  alter  into 
a  number  of  minerals,  of  which  the  commonest  is  chlorite;  less  fre- 
quently it  alters  to  hornblende.  In  amphibole-schists  of  the  Stamser 
Alps  it  has  been  changed  to  scapolite,  epidote,  oligoclase,  hornblende, 
saussurite,  and  chlorite.     (Cathrein.) 

Crystal  Forms. — ^Isometric  system.  Euhedral  crystals  conmionly 
dodecahedrons  d(irO)  and  icositetrahedrons  n(211),  or  these  in  com- 
bination. Figs.  1,  2,  and  3,  also  with  (321).  Rarely  in  octahedrons 
(Elba).    Dodecahedral    faces   sometimes    striated    parallel    to    the 
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longer  diagonal.  Anhedral  crystals  often  rounded  or  irregularly 
formed,  in  grains  or  granular  aggregates.  Sometimes  most  irregu- 
larly shaped. 

Twinning  plane  (210)  rare. 

Cleavage  or  parting  parallel  to  (110)  sometimes  distinct,  sel- 
dom observed  in  garnets  in  rock  sections,  possibly  due  in  part  to 
zonal  structure.    Fracture  subconchoidal  to  uneven.    H.  =  6.5-7.5. 


Fio.  1.  Fig.  2.  Fig.  3. 

Sp.  gr.  =  3. 15-4.3,  varying  with  the  composition,  as  shown  for  specific 
cases  mentioned  in  the  table  of  chemical  analyses. 

Optical  Properties. — Isotropic  in  most  cases.  Many  garnets 
exhibit  anomalous  double  refraction  which  is  usually  weak,  but 
may  reach  0.010.  The  double  refraction  is  often  variable  in  differ- 
ent parts  of  one  crystal,  having  a  definite  relation  to  the  form  or 
to  definite  crystal  faces.  Such  crystals  are  composed  of  pyramidal 
parts,  the  base  of  a  p3n'amid  being  a  crystal  face,  the  apex  the  cen- 
ter of  the  crystal.  Each  part  has  a  definite  optical  orientation. 
A  number  of  different  types  of  these  arrangements  have  been  recog- 
nized according  to  the  plane  of  the  crystal  serving  as  base  of  the 
pyramidal  part.  The  cause  of  the  double  refraction  has  been  the 
subject  of  much  speculation  and  investigation,  a  detailed  statement 
of  which  will  be  found  in  Rosenbusch  and  Wiilfing's  Mikroskopische 
Physiographie.  ^Mallard  and  Bertrand  attributed  the  phenomena  to 
the  complex  twinning  of  triclinic  crystals.  Klein  has  shown  that 
the  distribution  of  the  double  refraction  is  directly  related  to  the 
outward  form  of  the  crystal  and  is  in  fact  a  secondary  molecular 
condition  probably  due  to  contraction  after  crystallization.  Brogger 
has  called  attention  to  the  fact  that  the  pyrogenetic  garnets  in  igne- 
ous rocks  are  always  isotropic,  while  the  doubly  refracting  ones  occur 
in  cavities  or  in  zones  of  contact  metamorphism,  where  they  may 
have  crystallized  from  hot  aqueous  solutions.  The  index  of  refrac- 
tion is  high,  varying  with  the  composition  of  the  garnet  as  shown 
by  Wiilfing    in    the  following    table.      The    chemical    analyses    of 
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moBt  of  the  garnets  mentioned  are  given  in  the  table  of  chemical 
analyses.    In  schorlomite  from  Magnet  Cove,  Ark.,  n  =  1.98,  Larsen. 

im  nna            nti  riti  —  mu 

Grossularite  Wakefield  colorless  1 .  7394  1 .  7438  1 .  7480  0 .  0086  W. 

Auerbadi  reddish  tint  1.7399  1.7441  1.7482  0.0083  W. 

Cziklowa  weak  yellow  1.7520  1.7569  1.7617  0.0097  W. 

Hessonite      Ala  brown  1.7575  1.7626  1.7676  0.0101  W. 

Pjrrope          Kimberley  wine-red  1.7369  1.7412  1.7451  0.0082  W. 

"                       "  brownish  yeUow  1.7396  1.7439  1.7479  0.0083  W. 

"                       "  hyacinth-red  1.7459  1.7504  1.7545  0.0086  W. 

"               Meronitz  wine-red  1.7420  1.7464  1.7505  0.0083  W. 

Ahnandite     Wittichen  dark  red  1.8022  1.8078  1.8125  0.0103  W. 

*'             Orient           "      "  1.8052  1.8109  1.8159  0.0107  W. 

Speesartite    Haddam  reddish  brown  1.8050  1.8105  1.8158  0.0108  W. 

Uvarovite     Bissersk  emerald-green  1.8318*  1.8384  1.8449  0.0132  W. 

Melanite        Frascati  black  1.8467  1.8566  1.8659  0.0183  W. 

Demantoid    Syssersk  green  1.8780  1.8893  1.9005  0.0225    O. 

W.- wolfing;  O-Osann. 
*  Determined  with  eosine  liquid  instead  of  lithium  flame. 

Color. — Variable  according  to  the  composition.  In  grossularite 
white,  pale  green,  yellow,  brownish  yellow,  cinnamon-brown,  pale 
rose-red;  rarely  emerald-green,  from  chromium.  Pyrope:  deep  red 
to  nearly  black.  Almaruiite:  deep  red,  brownish  red,  black.  Spessart- 
ite:  hyacinth-red,  sometimes  with  a  tinge  of  violet,  brownish  red. 
Andradiie:  wine-,  topaz-,  and  greenish  yellow,  apple-green  to  emerald- 
green,  brownish  red,  brownish  yellow,  grayish  green,  dark  green, 
brown,  grayish  black,  black.  Uvarovite:  emerald-green.  Schorlo- 
mite: black.  Luster,  vitreous  to  resinous.  Asterism  sometimes 
exhibited  by  zonally  built  crystals.  Zonal  structure  is  commonly 
developed;  crystals  varying  in  composition  and  color  in  concentric 
shells  or  zones,  frequently  associated  with  anomalous  double  refrac- 
tion. 

Modes  of  Occurrence. — Garnets  are  of  wide-spread  occurrence, 
being  found  in  all  kinds  of  rocks.  But  certain  varieties  have  more 
or  less  restricted  range.  The  variety  of  garnet  developed  in  a  rock 
usually  bears  some  relation  to  the  chemical  composition  of  the  rock. 

Grossularite  is  chiefly  found  in  metamorphosed  limestones,  lime- 
silicate-homfels,  and  in  the  crystalline  schists.  It  is  associated 
with  vesuvianite,  woUastonite,  diopside,  and  other  calcium-silicates, 
and  is  often  crowded  with  inclusions  of  the  other  minerals  in  the 
rock. 

Pyrope  is  developed  in  basic  igneous  rocks,  the  peridotites,  and 
is  also  found  in  serpentines  derived  from  them.     It  is  often  sur- 
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rounded  by  a  shell  of  other  minerals,  called  a  kdyphite.  In  cross 
section  the  shell  appears  as  a  zone  or  rim  of  prismatic  or  fibrous 
crystals  lying  perpendicular  to  the  p3n:ope.  There  is  sometimes 
a  granular  outer  portion.  The  composition  of  this  kelyphite  rim 
differs  in  different  cases.  In  some  it  consists  of  prisms  of  horn- 
blende and  picotite  grains;  in  others  of  monoclinic  pyroxene,  or 
bronzite  and  picotite.  The  formation  of  the  fibrous  shell  has  been 
accounted  for  upon  several  hypotheses;  one  that  it  is  subsequent 
to  the  solidification  of  the  rock,  due  to  a  chemical  reaction  between 
the  pyrope  and  adjacent  olivine  during  dynamic  metamorphism 
of  the  rock.  Another  hypothesis  is  that  a  reaction  between  pyrope 
and  olivine  took  place  while  the  magma  was  still  in  part  molten, 
due  to  change  of  molecular  stability  caused  by  change  of  pressure 
while  the  magma  was  being  erupted. 

Almandiie  occurs  in  granites  and  some  andesites,  but  is. more 
common  in  gneiss,  granulite,  and  schists.  It  often  contains  abundant 
inclusions  of  the  minerals  associated  with  it,  and  is  sometimes  inter- 
grown  with  pyroxene,  hornblende,  and  quartz. 

Common  garnet,  containing  grossularite,  almandite,  and  andra- 
dite  molecules,  is  a  common  constituent  of  the  crystalline  schists, 
amphibolites,  eclogite,  p3n:oxene  rocks,  and  others  derived  from 
them,  as  well  as  in  the  phyllites;  in  certain  garnet  rocks  and  meta- 
morphosed gabbros.  It  often  abounds  in  inclusions  of  the  minerals 
associated  with  it,  and  in  fluid  inclusions.  It  is  sometimes  graphic- 
ally intergrown  with  other  minerals. 

Spessartite  is  crystallized  to  some  extent  in  granite;  occurs  in 
cavities  with  topaz  in  rhyolite  at  Nathrop,  Colo.,  and  in  Utah.  It 
is  abundant  in  the  whetstone  schists  of  Belgium,  and  also  occurs  in 
metamorphosed  quartzites  of  the  Taunus  and  the  Ardennes. 

Andradite. — ^The  black  variety,  melaniley  dark  brown  in  thin 
section,  is  a  common  constituent  of  the  alkalic  igneous  rocks,  nephelite- 
syenite,  phonolites,  leucitic  and  nephelitic  lavas.  The  melanite  in 
the  peperin  of  Frascati  has  a  colorless  central  core  of  cr3rstallographic- 
ally  bounded  garnet.  TUaniferous  melanite  also  occurs  in  these 
alkalic  igneous  rocks,  having  been  found  in  phonolite  at  Oberschaff- 
hausen  and  also  on  the  Kaiserstuhl,  and  in  leucitophyre  at  Horberig 
near  Oberbergen. 

Schorlomiiey  closely  related  to  titaniferous  melanite,  is  found  with 
this  mineral  in  the  nephelite  rocks  at  Magnet  Cove,  Ark.  The  simi- 
lar variety  iivaarUe  occurs  in  a  nephelite  rock,  iiolite,  at  liwaara  in 
Finland. 
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Demantoid,  a  bright-green  variety  of  andradite,  is  found  in  ser- 
pentine in  the  Ural  Mountains  and  elsewhere.  It  is  sometimes 
composed  of  green  and  brown  zones. 

Uvarovite  is  rare,  occurring  with  chromite  in  serpentine  at  Bis- 
sersk,  and  in  crystalline  limestone  and  dolomite  at  Orford,  Canada. 

Resemblances. — Garnets  are  most  like  the  spinels  in  optical 
characters.  They  are  much  commoner  minerals  and  usually  occur 
in  larger  crystals.  Those  varieties  of  each  that  are  most  alike  can 
only  be  distinguished  by  chemical  means.    The  garnets  yield  Si02. 

Laboratory  Production. — Garnet  has  been  produced  with  diffi- 
culty in  the  laboratory.  Spessartite  has  been  formed  by  fusion 
of  its  constituents  in  magnesium  chloride.  Melanite  has  been  formed 
in  the  open  crucible  with  other  constituents  of  nephelinite,  as  in 
igneous  rocks.  It  has  also  been  formed  by  fusing  in  a  graphite 
crucible  ilmenite,  calciimi  sulphide,  silica,  and  charcoal  at  a  tem- 
perature of  1200°  C.  Ordinarily  when  garnet  is  fused  it  breaks  up 
on  crystallizati«m  into  other  compounds  such  as  pyroxene,  melilite, 
monticellite,  scapolite,  anorthite. 

OLIVINE  GROUP. 

Forsterite      Mg2Si04. 
Olivine  (Mg,Fe)  28104. 

(Chrysolite) 
Hortonolite   (Fe,Mg,Mn)  28104, 
Fayalite        Fe2Si04. 
Titanolivine 
Monticellite  CaMgSi04. 
Tephroite      Mn2Si04. 
Roepperite    (Fe,Mn,Zn)  28104. 

The  olivine  group  is  a  closely  isomorphous  series  of  orthosilicates 
with  the  general  formula  R2Si04,  in  which  R=Mg,  Fe,  less  often 
Ca,  Mn,  and  Zn.  The  magnesium-iron  compounds  are  commonest 
in  igneous  rocks,  but  also-  occur  in  metamorphic  rocks.  The  cal- 
cium, manganese,  and  zinc  compoimds  are  developed  chiefly  in 
metamorphosed  limestones. 

They  crystallize  in  the  orthorhombic  system,  in  crystals  of  nearly 
the  same  habit,  with  nearly  the  same  axial  ratios,  and  similar  physical 
properties. 
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Chemical  Composition.  —  Forsterite  and  olivine  grade  into  one 
another  chemically;  a  small  amount  of  FeO  may  be  present  in  fors- 
terite, up  to  4.56  per  cent,  while  olivine  may  contain  only  6  per  cent 
of  FeO.  Between  olivine  with  30  per  cent  of  FeO  and  fayahte  with 
63  per  cent  there  are  no  intermediate  varieties  in  rocks  yet  analyzed. 
The  following  are  some  of  the  anal3rses: 

Sp.gr.  SiO,    MgO  FeO      Ign.  CaO  AljOa  FeaO, 

—  42.9    57.1  —       ——       —       —       «100.00 
3.191  40.11  57.73  0.22  0.16    —       —          1.8  -  99.40 

—  41.85  56.17  1.07  0. 19 Xa,0 0.12  K3O  0.40-  99.80 
3.21     42.82  54.44  1.47  0.76  0.85     —       —         -100.34 

—  41.88  49.83  4.56  2.00+ AljOj,   MnO  1. 73-100. 00 


For^erile. 
Theoretical 
Ural 

Mte.  Somma 
Bolton,  Mass. 
Kaiserstuhl 

Olivine, 
Vesuvius 
Webster,  N.  C. 


Elliot  Co.,  Ky. 

Etna 

Vesuvius 

Hawaii 

Vesuvius 
Ste.  Anne 


Montarville 
Waterville,  N.  H. 

HyalosideriU. 
Kaiserstuhl 


3.261  42.30  51.64     5.01     —     1.08  0.42  -100.45 

3.266  41.17  49.16     7.35  0.69  0.04  NiO0.41,   msol.    1.23 

-100.05 
3.377  40.05  48.68     7.14  0.80  1.16  TiO,  0.07,  PA0.04, 
FcaO,  2.36,  CrjO,  0.24,  AljOg  0.39,  MnO  0.20,  Alk  0.29=   99.42 

—  41.06  46.83  10.13  AI2O3  0 . 68,  H2O  1 . 33       -100.03 

—  39.85  49.19  10.54  -   99.58 

—  40.01  48.09  11.12  TiO20.12,Ni(Ck))O0.22, 

Al(Fe)203  0.49=   99.88 

—  40.35  46.70  12.34  -  99.39 

—  38.56  44.37  12.65  FejO,  1.36,  Mn(Co)0  0.11. 

ign.  2.91-   99.96 

—  37.17  39.68  22.54  -   99.39 

—  38.85  30.62  28.07  MnO  1 . 24,  CaO  1 . 43        -100.21 


3.566  36.72  31.99  29.96 


98.67 


Cumberland,  R.  I.  3.728  37.16  31.16  31.38  MnO  0.40,  FeJD,,  0.12, 

TiO„  0.07-100.29 
HorUmoLUe 

Cumberland,  R.  I.  4.054  32.27  16.08  49.32  MnO  1.50,  FeA  0  37, 

TiO,tr.- 100.54 
FaycHUe, 
YeUowstone  Park     —     32 .  41     —     65 .  49  MnO  2.10  - 100 .  00 

Theoretical  —     29.4       —     70.6  -100.00 


TtUinolivine, 
Pfunders  3.25  36.30  49.65    6.00  MnO  0.60,  TiO,  5.30,  ign.  1.75 

=   99.60 
Zermatt  3.27  36.14  48.31     6.89  MnO  0.19,  TiOa  6.10,  ign.  2.23 

-   99.86 

The  small  amounts  of  various  elements  found  in  the  analyses 
and  not  belonging  properly  to  the  olivine  minerals  are  due  to  in- 
clusions; such  as  magnetite,  spinel,  etc. 

Alteration. — Decomposed  by  hydrochloric  acid  with  separation  of 
gelatinous  silica.    Olivine  and  fayalite  are  readily  altered  to  other 
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minerals.  Fayalite  changes  upon  exposure  to  atmoepheric  agencies  to 
ferric  oxide  and  silica.  Tlie  alteration  takes  place  from  the  aurface  of 
the  crystal,  producing  an  opaque  crust  which  eventually  replaceti  the 
entire  mineral.  The  fayalite  in  the  pegmatite  at  Kockport,  Ma^., 
is  altered  to  anthophyllite.  Olivine  alters  by  several  processes.  The 
commonest  is  into  a  network  of  fibrous  or  scaly  serpentine  and  iron 
oxide.  The  alteration  sets  in  from  the  exterior  of  the  crystal  and 
from  cracks,  the  serpentine  fibers  developing  normal  to  these  surfwes. 
The  separated  iron  oxide,  magnetite,  hematite,  or  hydrous  oxide, 
goethite,  or  limonite,  is  deposited  along  the  cracks,  producing  a 
net-like  arrangement  which  is  very  characteristic  of  this  mode  of 
alteration  of  olivine.  The  development  of  lamellar  serpentine, 
antigorite,  parallel  to  the  surfaces  of  cracks  and  the  exterior  of  the 
crystals,  has  been  noted  in  olivine  from  dunite  at  several  localities 
in  the  Stubacbthal;  in  the  vicinity  of  Pragraten  and  in  Norrland, 
Sweden. 

Another  very  common  mode  of  alteration  is  to  a  red  lamellar 
mineral,  iddingsite.  In  this  case  the  secondary  mineral  develops 
from  cracks  on  the  exterior  of  the  crystal  in  laminas  which  are  par- 
allelly  oriented,  possibly  in  the  plane  of  (100)  or  (010)  of  the  olivine 
(Elg.  1),  30  that  the  resulting  product  is  a  homogeneous  crystal. 


the  exact  nature  of  which  is  still  in  doubt.  It  is  probably  a  variety 
of  serpentine,  possibly  antigorite,  submicroscopically  interlaminated 
with  hematite,  with  the  acute  bisectrix  X  and  the  optic  axes  of  the 
hematite  parallel  to  one  another.  In  some  instances  iddingsite 
begins  to  develop  at  the  center  of  the  olivine.  This  very  common 
method  of  alteration  often  takes  place  in  basalts  exposed  to  the 
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atmosphere,  as  in  the  Eureka  District,  Nev.,  on  Mt.  Norris,  Yel- 
lowstone Park;  also  in  carmeloite,  Carmelo  Bay,  Cal.;  in  olivine- 
tholeite  in  Derbyshire,  Eng.,  and  elsewhere. 

Olivine  also  alters  to  spherulitic  aggr^ations  of  chloritic  character, 
which  have  been  considered  to  be  delessite,  grengesite,  or  chlorophsite. 
The  end  product  of  weathering  may  be  an  aggregation  of  iron  oxide, 
8ilica  in  the  form  of  quartz  or  opal,  and  carbonates  both  of  mag- 
nesium and  calcium.  Changes  of  olivine  to  amphibole  are  less  fre- 
quent; the  result  in  some  cases  is  a  mass  of  amphibole  needles  with 
admixture  of  other  alteration  products.  This  has  been  called  pilite 
by  Becke.  Olivine  has  also  altered  to  pyroxene  in  some  serpentines, 
as  in  the  Stubachthal,  Tyrol,  and  elsewhere.  Changes  of  olivine 
which  appear  to  have  taken  place  before  the  final  consolidation  of 
the  rocks  are  those  that  have  produced  kelyphite-like  shells  of  amphi- 
bole about  crystals  of  olivine  in  certain  gabbros  in  Sweden. 

Qrthorhombic. — Forsterite ) 


Olivine      ) 
Fayalite 
Monticellite 
Tephroite 


a:6:c=0. 4656:1:0. 5865 


t  c 


1 1 


it 


=0.4584:1:0.5793 
=  0.4337:1:0.5758 
=0.4600:1:0.5939 


Crystals  often  flattened  parallel  to  a(lOO)  or  6(010),  less  often 
elongated  parallel  to  the  c  axis.  Euhedral  crystals  bounded  by 
prisms  of  the  first,  second,  and  third  kind,  and  by  bipyramids.  The 
simpler  combinations  in  olivine  are  shown  in  Figs.  2,  3,  and  4,  with 


n 


m 


Fia.  2. 


FiQ.  3. 


Fig.  4. 


a(lOO),  6(010),  c(OOl),  m(llO),  8(120),  r(130),  A(011),  ft(021), 
d(lOl),  e(lll),  /(121).  The  crystals  of  fayalite  are  somewhat 
more  tabular  parallel  to  a  (100),  Figs.  5  and  6.  The  crystals  of  other 
varieties  are  similar  in  habit  and  forms  to  those  of  olivine. 

Anhedral  crystals  are  common  as  irregularly  shaped  or  rounded 
grains.    Skeleton  forms  resulting  from  rapid  growth  occur  in  some 
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lavas,  as  in  the  basalt  of  Hawaii,  Figs.  25,  p.  62,  and  in  the  lavas  of 
Vesuvius,  Fig.  7. 

Twinning  rare.    In  olivine  (1)  twinning  plane  A(Oll)  with  the 
e  axes  at  60°  47',  penetration  twins,  sometimes  repeated  to  form 


z^ 


Fig.  5. 


Fig.  6. 


stellate  trillings;  (2)  twinning  plane  parallel  to  s(012),  with  the 
c  axes  at  32®  41';  (3)  twinning  plane  (031)  with  the  c  axes  at  59°  50'. 
Cleavage  parallel  to  6(010)  distinct,  to  somewhat  distinct  in 
olivine;  parallel  to  a (100)  in  olivine  less  so;  in  forsterite  indis- 
tinct parallel  to  c(OOl).  Fracture  conchoidal  in  olivine;  subcon- 
choidal  to  uneven  in  the  others.     H.  =  6-7  in  forsterite,   6.5-7  in 


r^ 


U 


Fig.  7. 


olivine,  6.5  in  fayalite,  5-5.5  in  monticellite,  5.5-6  in  tephroite. 
Sp.  gr.  =  3.03-3.25,  monticellite;  3.21-3.33,  forsterite;  3.27-3.37, 
olivine;  3.57,  hyalosiderite;   4-4.14,  fayalite;  4-4.12,  tephroite. 

Optical  Properties. — Plane  of  the  optic  axes  parallel  to  ^1); 
X\\bj  Y\\c,  Z\\a.  In  forsterite  and  olivine,  with  less  than  12  per 
cent  of  FeO,  Z  is  the  acute  bisectrix.  The  crystals  are  optically  posi- 
tive (-f ),  Fig.  8.  In  olivine  with  more  than  12  per  cent  of  FeO,  and 
in  fayalite,  hortonolite,  monticellite,  and  tephroite,  X  is  the  acute 
bisectrix  and  the  crystals  are  optically  negative  (— ),  Fig.  9.  Optic 
angle  large,  varying  with  the  chemical  composition,  as  shown  by 
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the  accoinpan3ring  table  compiled  by  Penfield  and  Forbes,  to  which 
have  been  added  several  other  observations. 


o,z 


Fig.  8. 


Fig.  9. 


Forsterite,  Vesuvius 
(        '*        Idaho 
Olivine,  East  India 
(    *  *       Koswinsky 

New  Mexioo 

Egypt 

Hawaii 
(    **       Koswinsky 

Vesuvius 

Auvergne 
Hortonolitei  Monroe 
Fayalite,  Rockport 


FeO. 


8.2 
8.6 
9.2 
10.3 
10.7 
12.6 
13.0 
47.3 
68.1 


2Vj  on  X.       fij 
98*60'    1.659 
93^±6°    1.661 
92M5'    1.670 
94^'calc.  1.6707 
or  24'        -^ 
9ri9'    1.678 
91**   2        — 
92**  1.6899 

89**  42'        — 
89**  36'    1.692 


Character.  DiBpenion. 

lATsen) 


+ 

H- 
+ 


p<v  Duparc  &  Pearce) 


p<v  Duparc  &  Pearoe) 


69**  24' 
49*50' 


1.791 
1.864 


(Monticellite,  Magnet 

Cove       — 

(Tephroite,  Pajsberg      — 
(        **         Franklin 

Furnace     — 

The  dispersion  is  in 
for  positive  crystals  and 


37**  31'    1-6616 
76**    6'        — 


~  p>v 

—  p>V 

—  p>v  Penfield  &  Forbes) 

—  p>v  Flink) 


large-      1.792  —      p>»  Larsen) 

the  same  direction  in  all  cases,  being  p<v 
p>v  for  negative  ones. 


Forsterite,  Mte.  Somma         2Fr«  86**    1'       2Vy=  86**  10' 


tt 


ft 


It 


O   QC/ 


85**  35 


Olivine,  Torre  del  Greco        2Hr  - 105**  68' 


Fayalite,  Rockport 


«  57*^27' 


Monticellite,  Magnet  Cove      2Fr«  37*>  61' 


2Fbi=  86**  32' 
Des  Cloizeaux 
«  85**  41'  =  85*^54' 

Arzruni 
2Hj  « 106**  21'        2^w  =  107*»  14' 

Des  Cloizeaux 

=  56**32'  -  65**    2' 

Penfield  &  Forbes 

27y«  37*^31'       2Fgr-  36*^28' 

Penfield  &  Forbes 


Titanolivine 


2Vj'^  62*^18' 
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Refraction  moderately  high  to  high,   double  refraction  strong 
except  in  monticellite,  in  which  it  is  moderate. 


«y 


A 


a 


Montioellite,  Magnet  Cove    1.6505    1.6616     1.6679    0.0174  Penfield  &  Forbes 


Forsterite 
Olivine,  East  India 
Koswinsky 


ti 


tt 


1 1 


It 


Hortonolite,  Monroe 
Fayalite,  Rockport 
Titanolivine 


1.640      1.661       1.680  0.040    Larsen 

1.6535     1.6703     1.6894  0.0359  Zimanyi 

1.6543     1.6707     1.6896  0.0353  DuparcA  Pearce 

1.6720  1.6899  1.7089  0.0369      '* 

1.661       1.678       1.697  0.036    DesCloizeaux 

1.7684     1.7915     1.8031  0.0347  PenfieldA  Forbes 

1.8236  1.8641  1.8736  0.0500      ** 

1.702  0.033    Lacroix 

1.804  0.034    Larsen 


1.669 


1.678 
1.792 


Tephipite,Franklin  Furnace  1 .  770 

Color. — In  most  varieties  yellows  or  greens,  in  tephroite  red. 
Forsterite:  white,  yellowish,  grayish,  bluish,  greenish;  in  thin  sections 
colorless.  Olivine:  green,  olive-green,  sometimes  brownish,  grayish 
red,  grayish  green,  becoming  yellowish  brown  or  red  on  o;cidation  of 
the  ferrous  iron;  in  thin  section  colorless  to  greenish;  not  pleochroic. 
HortonolUe:  yellow  to  dark  yellowish  green  on  fresh  fracture, 
but  black  and  dull  on  exposed  surface.  Titanolivine:  brownish  red; 
strongly  pleochroic;  X  deep  reddish  yellow,  Y=Z  bright  yellow; 
absorption,  X>Y>Z.  Fayalite:  light  yellow,  becoming  black  and 
opaque  on  exposure;  in  thin  section  colorless  to  yellowish;  slightly 
pleochroic;  X  =  Z  greenish  yellow,  Y  orange-yellow,  in  thick  plates. 
MonticeUite:  colorless,  yellowish  gray,  pale  greenish,  and  whitish; 
in  thin  section  colorless.  Tephroite:  grayish  flesh-red,  reddish  brown, 
rose-red,  ash-gray  to  smoky  gray;  darkens  on  exposure  to  brown 
and  black;  pleochroism  distinct;  X  brownish  red,  Y  reddish,  Z 
greenish  blue ;  Y>Z>X.  Luster  vitreous ;  slightly  resinous  in mon- 
ticellite,  to  greasy  in  tephroite. 

Inclusions. — Olivine  and  the  other  minerals  of  this  group  are 
commonly  quite  free  from  inclusions  or,  rather,  possess  no  especially 
characteristic  ones.  Olivine  incloses  occasional  crystals  of  spinel, 
magnetite,  ilmenite,  or  apatite,  and  sometimes  glass  or  fluid  inclu- 
sions. In  gabbros  the  olivine  sometimes  is  clouded  with  innumer- 
able microscopic  rods  and  blades,  probably  of  ilmenite.  In  the 
olivine  of  some  basalts  these  tabular  microlites  are  regularly  inter- 
grown  parallel  to  (100),  the  two  minerals  in  some  cases  forming  a 
regular  network. 

Occurrence. — Olivine  is  commonly  developed  in  the  less  siliceous 
igneous  magmas,  especially  in  the  lava  forms.  Thus  it  occurs  in 
peridotites  and  some  gabbros;  in  limburgites  and  basalts;  in  many 
nephelite  and  leucite  rocks,  both  phanerocrystalline  and  aphanitic. 
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It  is  found  to  a  much  less  extent  in  some  trach3rte8y  andesites,  and 
even  dacites.  Its  composition  varies  with  that  of  the  magma,  but 
to  exactly  what  extent  is  not  yet  known.  In  those  magmas  low  in 
iron  the  olivine  is  also  low  in  iron,  and  hyalosiderite  and  fayalite 
crystallize  from  magmas  low  in  magnesium,  as  the  fayalite  described 
by  Weidman  in  a  nephelite-syenite  from  Wisconsin.  Fayalite  occurs 
in  lithophysae  and  porous  spherulites  or  in  cavities  in  rhyolite,  as 
the  result  of  the  action  of  vapors  within  the  cavities  at  the  time  of 
the  consolidation  of  the  rock,  as  in  rhyolites  of  the  Yellowstone  Park, 
Mexico,  Lipari,  and  elsewhere.  Fayalite  also  occurs  in  granitic 
pegmatites  in  the  Moume  Mountains,  Ireland,  and  at  Rockport,  Mass. 
Olivine  is  developed  in  metamorphosed  magnesian  limestones  and 
in  some  amphibolites  and  pyroxene  rocks  and  talc  schists.  Forsterite 
occurs  in  limestone  metamorphosed  by  contact  with  igneous  rocks, 
as  in  ejected  blocks  on  Mte.  Somma,  at  the  crater  of  Baccano,  Al- 
bani  Mountains;  in  the  vicinity  of  intruded  rocks,  as  at  Kaiser- 
stuhl  and  in  Ari^ge  in  the  Pyrenees;  and  in  crystalline  limestone  at 
Snarum,  Sweden,  at  Bolton,  Roxbury,  and  Littleton,  Mass.,  and  else- 
where. Titandivine  occurs  in  talcose  schist  at  Pfunders,  Tyrol,  and 
near  Zermatt,  Switzerland.  Monticellite  occurs  sparingly  in  ejected 
blocks  of  metamorphosed  limestone  at  Mte.  Somma,  and  in  zones  of 
contact  metamorphism  at  Mte.  Monzoni  in  the  Tyrol,  and  at  Magnet 
Cove,  Ark.  Tephroite  is  found  in  calcite  at  Sterling  Hill  and  at 
Franklin  Furnace,  N.  J.,  with  zincite,  franklinite,  willemite;  also 
at  Pajsberg  and  other  localities  in  Sweden  with  rhodonite  and  other 
manganese  minerals. 

Resemblances. — Olivine  when  anhedral  and  unaltered  resembles 
anhedral  diopside  in  refraction  and  double  refraction,  but  differs 
from  it  in  the  size  of  the  angle  between  the  optic  axes  and  in  the 
position  of  the  cleavage  with  respect  to  the  optical  orientation  or 
S3nnmetry  of  the  crystal,  the  cleavage  being  pinacoidal  in  olivine 
and  prismatic  in  pyroxene. 

Laboratory  Production. — Olivine  has  been  obtained  from  the 
fusion  of  magnesian-iron  silicate,  corresponding  in  composition  to 
basalt  and  similar  magmas,  by  Fouqu6  and  Michel-L^vy,  and  in 
those  corresponding  to  meteorites  by  Daubr^e.  Olivine,  fayalite, 
and  other  members  of  the  series  have  been  obtained  by  Berthier  from 
the  fusion  of  the  proper  constituents;  also  in  the  presence  of  mag- 
nesium chloride  or  other  chlorides.  These  minerals  are  common 
in  many  furnace  slags,  in  which  they  have  been  especially  studied 
by  Vogt. 


TRIMERITE.  387 


TRIMERITE. 
Mn2Si04  0128104. 

Composition. — Orthosilicate  of  manganese  and  glucinum,  with 
variable  amomits  of  calcium  and  iron.  Si02  39.77,  GIO  17.08, 
MnO  26.86,  FeO  3.87,  CaO  12.44,  MgO  0.61  =  100.63.  Decomposed 
by  hydrochloric  acid  with  separation  of  silica. 

Triclinic  (pseudohexagonal). — a:6:c=0.5773 : 1 :0.5425;  a=^= 
^=90°,  or  c= 0.7233.  Crystals  hexagonal  in  habit,  in  thick  tabular 
or  prismatic  forms.  Its  triclinic  character  is  shown  by  its  optical 
properties. 

Cleavage  distinct  parallel  to  (0001)  or  (001).  Fracture  con- 
choidal.     H.  -  6-7.    Sp.  gr.  =  3.474. 

Optical  Properties. — Biaxial,  optically  negative  (— ).  Axial 
plane  and  X  nearly  normal  to  (0001).  A  basal  section  exhibits  three 
parts,  doubly  refracting,  each  as  though  turned  120°  to  the  next, 
about  a  normal  to  the  basal  plane.    There  are  also  parallel  lamellae. 

ar  =  1.7119  ^r  =  1.7173  rr  =  1.7220 

ay-1.7148  .5y  =  1.7202  ry=l-7253 

a(,r  =  1.7196  ^ar  =  1.7254  ri7r  =  1.7290 

2Ha.y«  101**  12'  2Ho.,f  =  120°  01'  2Fy  =  83**  29'     Brfigger 

Color,  salmon-pink,  light  yellowish  red  to  nearly  colorless  in 
small  crystals.     Luster  vitreous  to  brilliant. 

Occurrence. — Trimerite  occurs  in  calcite  associated  with  mag- 
netite, pyroxene,  and  garnet  at  the  Harstig  mine,  Wermland,  Sweden, 

PHENACITE. 

Gl2Si04. 

Composition.— 2G10  •  SiOa  =  SiOg  54.45,  GIO  45.55.  Not  attacked 
by  acids. 

Trigonal. — Rhombohedral  class;  c= 0.66 107.  Eudedral  crystals 
flattened  rhombohedrons,  often  highly  modified  by  rhombohedrons 
of  the  second  and  third  order,  Fig.  1.  Also  prismatic,  sometimes 
terminated  by  rhombohedrons  of  the  third  order,  Figs.  2  and  3. 
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w(lOlO),  a(ll20),  r(lOll),  d(01l2),  2(01Il),  p(ll23),  o(4223), 
5(2lgl),  2(1314),  x(1252),  xi(l322).  Tmnning  axis  c,  penetration 
twins. 

Cleavage   distinct   parallel   to   a(ll20);   imperfect   parallel   to 
r(lOll).     Fracture. conchoidal.     H.  =  7.5-8.     Sp.  gr.  =  2.97-3.00. 


Fig.  1. 


Fig.  2. 


Optical   Properties. — Optically  positive  (-h);   double  refraction 
low,  €-w=0.0157. 


Framont 


Ural 


a>r=' 1.6508 
«r  =  1 .  6673 

ci>r  =  1.6495 


':;;:l:^?}^«cioi«eaux 


Color.  Colorless,  bright  wine  yellow,  light  rose-red,  brown.  In 
thin  section  colorless  to  light  yellow^     Luster  vitreous. 

Mode  of  Occurrence. — Phenacite  occurs  in  granite,  pegmatites, 
associated  with  beryl,  topaz,  and  other  minerals,  near  Florissant, 
and  at  Mt.  Antero,  Colo.;  in  the  Ilmen  Mts.  in  miascite,  near  Miask, 
Russia.  It  occiu-s  in  a  quartz-porphyry  at  the  Cerro  del  Mercado, 
Durango,  Mex.  Phenacite  is  associated  with  emerald  and  chryso- 
beryl  in  mica-schist  in  the  mines  of  Takovaya,  Russia. 

Resemblances. — Phenacite  is  most  like  colorless  tourmaline  in 
its  optical  properties,  but  has  low^er  double  refraction.  Its  refraction 
and  double  refraction  are  higher  than  those  of  apatite.  Its  uniaxial 
character  distinguishes  it  from  several  biaxial  minerals,  having  about 
the  same  index  of  refraction. 

Laboratory  Production. — Phenacite  has  been  obtained  by  Ebel- 
men  by  fusing  silica  and  glucina  with  borax.  It  crystallized  in 
minute  hexagonal  prisms. 
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WILLEMITE. 


Composition. — Orthosilicate  of  zinc,  2ZnO  •  Si02  =  Si02  27.0, 
ZnO  73.0.  Manganese  sometimes  replaces  zinc  in  considerable 
amount,  trooatite;  a  little  iron  may  also  be  present.  Decomposed 
by  hydrochloric  acid  with  gelatinization. 

Trigonal.    Rhombohedral  class.    c= 0.0775.     Euhedral  crystals 
from  New  Jersey,  hexagonal  prisms,  terminated  by  rhombohedrons, 
rarely  of  the  3d  order;  those  from  Moresnet  have 
m(lOlO),  c(OOOl),  and  p(3034);  also  anhedral. 

Cleavage  easy  parallel  to  (0001)  on  crystals  from 
Moresnet,  but  difficult  in  those  from  New  Jersey;  in 
the  latter  it  is  easy  on  a(ll20).  Fracture  conchoidal 
to  uneven.     H.  =  5.5.     Sp.  gr. =3.89-4.18. 

Optical  Properties. — Uniaxial,  optically  positive 
(+).     Double  refraction  strong. 

Color  white  or  greenish  yellow,   when   purest; 
apple-green,  flesh-red,  grayish  white  to  yellowish   brown.     In  thin 
section  colorless.  Luster  vitreo-resinous. 

Occurrence. — In  New  Jersey,  at  Mine  Hill,  Franklin  Furnace, 
and  Sterling  Hill,  in  calcite  associated  with  zincite,  franklinite,  and 
other  zinc  and  manganese  minerals,  probably  as  a  product  of  contact 
metamorphism  from  granite  pegmatite.  It  occurs  sparingly  in 
localities  in  France  and  in  Greenland. 
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HUMTTE  GROUP. 

Humite,  Mg5[xMg(F  •  OH)]2(Si04)8. 

Chondrodite,  Mg3[Mg(F •  OH)]2(Si04)2. 
Clinohumite,   Mg7[jVIg(F - OH)]2(Si04) 4. 

Chemical  Composition. — Fluosilicates  of  magnesium,  the  pro- 
portions being  nearly  the  same  in  all  three  minerals.  A  variety  of 
humite  from  the  Allalin  region  contains  beryllium  and  titanium. 

Alteration. — ^The  minerals  of  this  group  frequently  alter  to  ser- 
pentine and  sometimes  brucite. 

Humite:  orthorhombic,  a: 6 :c= 0.92575: 1:4.07639  (Scacchi)  or 
1.0802:1:4.40334. 

Chondrodite:  monoclinic,  a:6:c=  1.0863: 1:3.1447  (E.  S.  Dana), 
i9=90^ 

Clinohumite :  monoclinic,  a :  6 :  c  =  1 .0803 : 1 : 5.6588  (Rath)  ,^=90^ 

Euhedral  crystals  of  humite  rare,  small,  and  highly  modified. 
Anhedral  crystals  in  rocks  often  rounded  or  ellipsoidal,  elongated 
parallel  to  the  c  axis  or  to  the  a  axis.  Twinning  plane  (017)  with 
the  two  c  axes  at  60°  26';  also  (037)  with  the  c  axes  at  59''  34 J'. 
Usually  penetration  twins  or  lamellar  polysynthetic  twins;  sometimes 
trillings. 

Euhedral  crystals  of  chondrodite  and  clinohumite  varied  in  habit 
and  often  highly  modified,  not  observed  in  rock  sections.  Anhedral 
crystals  quite  irreguarly  shaped,  rounded  or  ellipsoidal  as  in  hxmiite. 
Tmnning  plane  in  chondrodite  (105),  less  often  (305);  in  clino- 
humite (103),  less  often  (103).  These  are  sometimes  crossed  twins, 
also  lamellar,  and  are  combined  with  polysynthetic  lamellar  twinning 
parallel  to  (001). 

Cleavage  parallel  to  (001)  distinct  in  humite,  somewhat  so  in 
chondrodite  and  clinohumite.  Fracture  subconchoidal  to  uneven. 
H.  =  6-6.5.     Sp.  gr.  =  3.1-3.2. 

Optical  Properties.— Optically  positive  (+).  Plane  of  the  optic 
axes  in  humite  parallel  to  (001) ;  acute  bisectrix  Z  normal  to  (100) ; 
X||6,  y||c,  Z||a,  Fig.  1.  In  chondrodite  and  clinohumite  (Fig.  2) 
the  plane  of  the  optic  axes  is  normal  to  (010),  with  the  acute  bisec- 
trix Z  also  normal  to  (010).  The  obtuse  bisectrix  X  is  inclined 
to  c,  giving  Xac  in  chondrodite  +25°  52',  Brewster,  E.  S.  Dana; 
-f28°56',  Kafveltorp,  Sjogren;  4-30°  approx.,  Mte.  Somma,  Des 
Cloizeaux;  Xac  in  clinohumite  +11°,  Des  Cloizeaux;  +12°  28', 
Mte.  Somma,  Klein;    +7i°  approx.,  Brewster,  E.  S.  Dana.    That 
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is,  the  angle  of  extinction  measured  from  the  trace  of  the  cleavage 
(001)  is  26^-30°  in  chondrodite,  and  7J^-12J°  in  clinohumite. 


Fio.  1. 


FiQ.  2. 


Axial  angle  large;   dispersion  weak,  crossed  in  chondrodite  and 
clinohumite,  p>v;    in  yellow  chondrodite  from  Sweden,  p<v. 


2rr 

2Vj                  2V^ 

Uumite,  Nordmarken             68^    1' 

67**  54'              67**  44' 

Sjdgrea 

Chondrodite,    "                     79*»  40^ 

79*»  40'              79**  38' 

(( 

Clinohumite,     "                     76**  29^ 

76**  27'              76®  24' 

tt 

Refraction  moderate,  double  refraction  strong. 

P 

r     r-« 

Humite                                  —       1.643 

—     0.032-0.028 

L^vy-Lacroix 

Chondrodite,  Kafveltorp    1.607     1.619 

1.639  0.032 

tt 

**           Nordmarken   —        1.659 

—          — 

Sjogren 

—       1.638 

—          — 

Brugnatelli 

Clinohumite,           "             —        1.670 

—          — 

Color. — Much  the  same  in  all  three  minerals:  colorless,  white,  yel- 
low in  various  tints,  chestnut-brown  in  all;  deep  garnet-red,  brown- 
ish red,  hyacinth-red,  in  chondrodite  and  clinohimiite.  In  thin  sec- 
tion colorless  to  lighter  shades  of  the  colors  named.  Pleochroism 
somewhat  distinct,  especially  in  the  brown  varieties.  The  absorption 
is  X>Y^Z. 

Humite  X  golden  yellow     Y^Z  pale  yellowish  to  colorless 

Chondrodite        1  X*  honey-,  golden,  F«=Z  nearly  colorless,  yellowish  white  to 
and  clinohumite  J  or  brownish  yellow  yellowish  gieen 

Luster  vitreous  to  resinous. 

Occurrence. — ^The  minerals  of  this  group  are  developed  chiefly 
in  metamorphosed  limestones,  altered  by  contact  with  igneous  rocks, 
such  as  the  inclusions  in  Vesuvian  lava,  and  in  zones  of  contact  meta- 
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morphism.  Of  the  three  minerals,  clinohumite  is  rather  rare,  the 
others  quite  common.  They  also  occur  in  crystalline  limestones  and 
dolomites  ^thin  the  crystalline  schists.  They  are  all  foimd  in 
ejected  blocks  of  limestone  at  Vesuvius.  Humite  is  found  with 
magnetite  in  limestone  near  Filipstad,  Sweden,  and  similarly  at 
the  Tilly  Foster  mines,  Brewster,  N.  Y.  Chondrodite  occurs  in  lime- 
stone at  Pargas  and  elsewhere  in  Finland,  and  with  humite  at  the 
Tilly  Foster  mines.  New  York.  Clinohumite  has  been  found  in  lime- 
stone in  Andalusia,  Llanos  de  Juanar,  in  parallel  growth  with  humite; 
in  limestone  near  Lake  Baikal,  and  elsewhere.  Numerous  similar 
occurrences  have  been  noted,  usually  as  chondrodite  without  specific 
identification.  The  minerals  generally  associated  with  them  are  phlog- 
opite,  spinel,  pyroxene,  also  olivine  and  magnetite;  and  serpentine 
and  sometimes  brucite  as  alteration-products. 

Resemblances. — ^The  minerals  of  this  group  are  most  like  olivine 
in  refraction  and  double  refraction,  and  in  their  manner  of  altering 
to  serpentine.  Humite  differs  from  it  in  having  a  smaller  angle 
between  the  optic  axes  and  in  frequently  exhibiting  lamellar  twin- 
ning, seldom  observed  in  olivine.  Chondrodite  and  clinohumite 
differ  from  olivine  in  being  monoclinic,  with  inclined  extinction,  and 
in  frequent  lamellar  twinning.  Humite,  chondrodite,  and  clino- 
humite are  distinguished  from  one  another  by  the  extinction  angle 
measured  from  the  basal  cleavage. 

MELILITE. 

(Ca,Mg,Fe)3(C\l,Fe)0)2(Si04)2 
with    (Ca,Mg)4Si30io  (?) 

Chemical  composition  uncertain,  owing  to  varying  analyses. 
Vogt  has  suggested  the  above  formula,  representing  isomorphous 
mixtures  of  gehlenite  and  akermanite  molecules. 

Sp.gr.      SiOi       AlsOs    FejOs    FeO     HgO        OaO       NaiO     K^     HjO 
Capo  di  Bo ve  2.95    39.27    6.42  10.17    —    6.44    32.47     1.95     1.46      — 

-  98.18 
Hochbohl        2.99    44.76    7.90    5.16  1.39  8.60    27.47    2.65    0.33     1.42 

»  99.68 
Mte.Somma  2.945  41.09  10.93    3.40    —    5.87    34.78    3.40    0.68    0.24 

-100.39 

Alteration. — Decomposed  by  hydrochloric  acid  with  gelatini- 
zation.  According  to  Rosenbusch,  meUlite  alters  to  a  fibrous  min- 
eral with  rather  high  double  refraction,  which  is  probably  a  zeolite. 
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The  fibers  proceed  from  the  basal  plane  (001)  perpendicularly,  but 
are  sometimes  divergent.  Tdmebohm  has  noted  the  alteration  of 
melilite  to  garnet  in  alnoite  at  Alnd. 

Tetragonal;  c» 0.45483. 

Euhedral  crystals  are  usually  short  square  prisms  with  a(lOO)., 
sometimes  m(llO),  and  c(OOl),  also  r(lll),  and  less  often  other 
forms,  A(310),  Fig.  1.  Also  tabular  parallel 
to  '(001),  and  anhedral  grains.  The  usual 
form  in  rocks  is  that  of  thin  tabular  crystals 
with  eight-sided  or  rounded  outline,  yield- 
ing long  rectangular  or  lath-shaped  sections 

Twinning. — Cruciform  twins  with  the 
vertical  axes  only  slightly  inclined,  or  nearly 
at  right  angles. 

Cleavage  parallel  to  (001)  distinct;    parallel  to  (100)  indistinct. 
Fracture  conchoidal  to  uneven.    H.  =  5.    Sp.  gr.  =  2.9-3.1. 

Optical  Properties. — Optically  negative  (— ),  also  positive  (+), 
owing  to  very  weak  double  refraction;  moderately  high  refraction. 


Fio.  1. 


Humboldtilite,  Vesuvius  o/r - 1  •  6312      Cr ">  1 . 6262      tor-tr^O. 0050     Hennigea 
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According  to  Wiilfing,  cc;,—  «r=  0.00530,  Wj—Sj^ 0.00517, ««;,,—  e^= 
0.00521,  from  which  it  is  seen  that  the  double  refraction  is  least 
for  yellow  light  and  increases  toward  both  ends  of  the  spectrum. 

In  some  crystals  both  positive  and  negative  characters  appear 
in  different  parts,  which  are  sometimes  arranged  concentrically  in 
zones,  with  isotropic  portions  between.  Owing  to  the  variableness 
in  optical  character  and  the  fact  that  the  crystal  may  be  isotropic  to 
one  kind  of  light,  the  interference  color  in  thin  sections  is  often  abnor- 
mal, commonly  a  deep  purplish  blue  or  indigo-blue. 

Color. — ^White  or  pale  yellow,  honey-yellow,  greenish  yellow,  red- 
dish brown,  brown.  In  thin  section  yellowish  to  colorless,  some- 
times yellow  or  brown.  The  strongly  colored  crystals  are  pleo- 
chroic;  0  light  yellow,  E^  dark  yellow  (Stelzner). 

Inclusions. — Melilite,  besides  including  occasional  crystals  of  the 
minerals  associated  with  it,  very  frequently  contains  abimdant  rod- 
like or  fibrous  bodies  of  somewhat  variable  shapes,  occasionally  ter- 
minating in  knobs  and  suggesting  the  form  of  pegs.  These  inclu- 
sions all  lie  parallel  to  the  c  axis,  normal  to  the  basal  plane  (001). 
They  appear  to  lie  with  the  points  of  the  rods  or  pegs  at  the  sur- 
face of  the  crystal  and  the  knobs  toward  the  middle  of  it.    This 
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arrangement  of  inclusions  has  been  called  peg  C'Pflock  ")  structure 
by  Stelzner.  The  mineralogical  character  of  the  inclusions  is  not 
known,  but  may  be  glass,  as  they  are  isotropic  with  an  index  of  refrac- 
tion somewhat  lower  than  that  of  melilite.  They  have  also  been 
considered  as  of  secondary  origin  by  Gen  til,  possibly  a  zeolite. 

Occurrence. — Melilite  occurs  in  non-feldspathic  basic  igneous  rocks 
low  in  silica,  chiefly  in  extrusive  or  lava  forms,  and  in  a  few  intrusive 
rocks  of  the  same  composition,  as  in  alnoite.  It  is  not  of  conmion 
occurrence,  and  is  found  in  melilite-basalt  of  Hochbohl  in  Wiirttem- 
berg,  of  the  Swabian  Alb,  of  Gdrlitz,  and  of  Cape  Colony;  also  in  some 
nephelite-  and  leucite-basalts;  in  leucitophyre  at  Capo  di  Bove,  near 
Rome;  in  nephelite-basalt  of  the  Hegau;  on  Oahu,  Hawaiian  Islands; 
in  Uvalde  County,  Texas,  and  elsewhere.  Humboldtilite  occurs  in 
blocks  of  altered  limestone  inclosed  in  Vesuvian  lava  on  Mte.  Somma. 

Resemblances. — ^Melilite  is  somewhat  like  zoisite  and  vesuvianite 
in  double  refraction,  but  has  lower  refraction  and  different  crystal 
habit.  It  also  behaves  differently  toward  acids.  It  resembles 
gehlenite  in  refraction,  but  has  lower  double  refraction.  It  is  like 
fuggerite  in  double  refraction,  but  has  lower  refraction. 

Laboratory  Production. — ^]VIelilite  has  been  obtained  by  Fouqu^ 
and  L^vy  by  fusing  together  its  constituents;  also  by  Bourgeois,  who 
obtained  melilite  of  different  qompositions  by  varying  the  amount 
of  Ca,  Mg,  Fe,  and  by  introducing  Mn.  He  observed  that  the  pres- 
ence of  sodimn  facilitated  the  crystallization.  Melilite  is  a  common 
mineral  in  furnace  slags  accompanying  olivine,  and  has  been  specially 
studied  by  Vogt,  who  observed  that  the  order  of  crystallization  of 
melilite  and  olivine  depends  upon  the  relative  proportion  of  Ca  and 
Mg  in  the  flux,  that  is,  on  the  saturation  of  the  solution.  Melilite 
also  is  formed  in  the  manufacture  of  Portland  cement. 

AKERMANITE. 

R3S12O7. 

3R0 -28102,  in  which  R  is  chiefly  Ca;  also  Mg,  Mn,  Fe.  Akerman- 
ite  is  a  compound  crystallizing  from  furnace  slags  and  isomorphous 
with  melilite.  It  is  tetragonal  in  tabular  crystals,  with  cleavage  par- 
allel to  (110)  and  perhaps  also  to  (001).  It  is  optically  positive  (+)• 
It  seems  to  form  one  extreme  of  an  isomorphous  series  including 
melilite  and  gehlenite,  both  of  which  occur  similarly  in  furnace  slags. 
Gehlenite  is  optically  negative,  while  melilite  is  near  the  middle  of 
the  series  and  is  variably  positive  and  negative. 
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Fig.  1. 


GEHLENITE. 
Ca3Al2Si20io. 

3CaO  •  AI2O3  •  2Si02 = SiOa  30.9,  AI2O3  26.2,  CaO  42.9  =  100.  Some 
MgO  and  Fe203  are  generally  present.  It  gelatinizes  with  hydro- 
chloric acid.  At  Monzoni  it  has  been  altered  in  some  instances  to 
fassaite,  in  others  to  grossularite. 

Tetragonal;  c= 0.40006. 

Euhedral  crystals  with  c(OOl),  a(lOO),  r(lll),  and  other  faces 
subordinate,  Fig.  1.  Usually  short  square  prisms,  sometimes 
tabular,  often  resembling  a  cube;  also  anhedral 
grains. 

Cleavage  parallel  to  (001)  imperfect;  (100) 
in  traces.  Fracture  uneven  to  splintery. 
H.  =  5.5-^.    Sp.  gr.  =  2.9-3.07. 

Optical  Properties. — Optically  negative  ( — ) . 
Refraction  moderate,  double  refraction  weak. 

w=  1.663,  «=  1.658,  fti-  £=0.006,  L4vy-Lacroix. 
wy  -  ey  =  0.006 18,  Wiilfing. 

Color. — Different  shades  of  grayish  green  to  liver-brown.  In  thin 
section  colorless.     Luster  resinous  to  vitreous. 

Occurrence. — Gehlenite  occurs  as  a  secondary  mineral  produced 
by  contact  metamorphism  in  limestone,  as  at  Monzoni,  Fassathal; 
also  in  the  Fleimsthal,  and  at  Oravitza  in  the  Banat,  inclosing  vesu- 
vianite.  It  occurs  on  the  Kaiserstuhl  along  the  contact  of  haiiyno- 
phjrre  and  limestone. 

Resemblances. — Gehlenite  is  similar  to^melilite  and  vesuvianite. 
It  differs  from  melilite  in  the  interference  color.  It  has  lower  refrac- 
tion than  vesuvianite.  It  has  similar  optical  properties  to  those 
of  apatite,  but  differs  from  it  in  crystal  system. 

Fuggerite  appears  to  be  a  variety  of  gehlenite  occurring  in  the 
contact  zone  at  Monzoni.  It  has  almost  the  same  chemical  com- 
position, crystal  habit,  cleavage,  and  optical  properties  as  gehlenite. 
The  refraction  is  slightly  higher.  a>y-ffy=  1.691.  Isotropic  for  yel- 
low light,  weakly  doubly  refracting  for  others. 

Laboratory  Production.— Gehlenite  has  been  obtained  by  Bour- 
geois by  fusion  of  the  constituents.  It  is  crystallized  in  furnace 
slags  at  Oldbury,  England,  and  Holzhausen,  Hesse;  also  at  McVille, 
Armstrong,  Pa. 
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VESUVIANITE. 

Ca6(A10H)Al2(Si04)6. 

Chemical  Composition. — A  basic  calcium-aluminium  silicate  of 
variable  composition  and  uncertain  formula.  Magnesium  and  man- 
ganese are  often  present,  and  alkalies  in  small  quantities;  ferric 
iron  may  replace  aluminium.  Titanium,  fluorine,  and  boron  are 
also  sometimes  present. 

Alteration. — ^Partially  decomposed  by  hydrochloric  acid.  Alter- 
ation has  not  been  observed  in  vesuvianite  in  rock  sections,  but 
it  is  known  to  alter  to  clinochlore,  mica,  diopside,  and  garnet. 

Tetragonal;  c= 0.537195. 

Euhedral  crystals  conmionly  short  prisms  with  m(llO)  and 
a(lOO),  c(OOl)  and  p(lll),  and  other  forms,  less  often  bipyramidal 
(Figs.  1,  2,  and  3).  Anhedral  crystals  irregular,  or  in  aggregates  of 
parallel  or  divergent  prisms;    also  granular. 
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Fig.  2. 


Fig.  a. 


Cleavage  parallel  to  (110)  not  very  distinct;  (100)  and  (001) 
still  less  so.  Sometimes  lamellar  parallel  to  (001).  Fracture  sub- 
conchoidal  to  uneven,    if. =6.5.    Sp.  gr.  =  3.35-3.45. 

Optical  Properties. — Optically  negative  (— ),  rarely  positive  (-h), 
viluite;  variably  negative  and  positive  for  different  kinds  of  light 
in  crystals  from  Fassathal  and  Fleimsthal.  In  some  crystals 
optically  biaxial.    Refraction  high,  double  refraction  weak. 


Ala,  green 


(( 


"    brown 
Poljakowak,  light  green 


1.719-1.722 
1.7235 
1.732 
1.7120 


Sandford,  Me.,  green-brown  1.705 

Sforzella,  Predazzo,  brown    1.716 
Vilui,  —  1.716 


1.718-1.720 

1.7226 

1.726 

1.7108 

1.701 

1.717 
1.721 


6i— e 

—      Des  Cloizeaux 
0.0009  Osann 
0.006   Hlawatsch 
0.0012 
0.004 

0.001 
0.005 


f< 


« 


it 


tt 


VESUVUNITE. 


397 


« 

8 

1-H 

s 

1-1 

• 

8 

1-1 

• 

8 

1 

9R 
06 

i 

• 

8 

11 

1 

1 

a 

1 

1 

I 

1 

fe 

s 

• 

1^ 

s 

1 

1 

1 

1 

f2 

• 

iH 

1 

• 

1-1 

• 

• 

1-H 

o 

CO 

1-1 

• 

o 

8 

3 

• 

1^ 

• 

o 

$0 

1 

1 

1 

) 

rH 

• 

o 

d 

CO 

1-1 

• 

o 

1 

CO 

• 

o 

• 

o 

1 

• 
1.. 

• 

1-1 

« 

o 

1 

• 

1^ 

<2, 

CO 

^ 

r-t 

1-^ 

CO 

o 

• 

1-4 

^ 

CO 

s 

N 

M3 

• 

C^* 

CO 

CO 

w 

1-1 

w 

9 

CO 

O) 

s 

1-1 
CO 

■ 

8 

s 

s; 

• 

< 

6 

^ 

CO 

^ 

CO 

i 

s 

^ 

8 

i 

o 

1 

• 

o 

• 

1 

1 

1—1 
O) 

■ 

o 

00 

• 

o 

^ 

d 

atfS 

9 

o 

CO 

1 

CO 
CO 

s 

1 

% 

> 

M 

1 

CO 

1 

CO 

• 

o 

CO 

d 

B 

m 

o 
o 

1 

CO 

o 

£ 

<N 

9 

1-4 

• 

o 

CO 

-^ 

d 

o 

(N 

•• 

CO 

1^ 

CO 

1-1 

« 

CO 

1-H 

m 

CO 

o 

CO 

« 

CO 

1-1 

d 

1-t 

s 

• 

d 

1-1 

< 

9 

1 

s 

• 

f-4 

1 

m 

o 

« 

o 

8 

• 

o 

I 

1 

o 

s 

g 

!S 

1-1 

s 

• 

• 

8 

■ 

s 

■ 

■ 

c» 

^ 

^ 

^ 

fe 

So 

^ 

So 

g 

^ 

CO 

^ 

CO 

I 

1 

CO 

1-1 

"^ 

CO 

CO 

1 

CO 

1-t 

CO 

I 


3 


8 


.» 


5 


:3 

a 

00 

08 

o 
•-9 


•a 
s 


08 


% 


I 

g 

% 

,» 

3 

s 

•3 

• 

08 

0 

00 

0 

12 

1 

i. 

W» 

a 

» 

e 

{3 

C 

08 

08 

H 

C» 

OQ 

308  VESUVIANITE. 

Vesuvianite,  in  crystals  that  are  sometimes  uniform  in  color, 
in  other  cases  differently  colored  in  zones,  often  exhibits  anomalies 
between  crossed  nicols,  which  consist  in  differences  of  interference 
colors  in  bands  or  spots,  accompanied  by  variation  in  the  positive 
and  negative  character.  The  differences  in  interference  colors  are 
due  to  the  fact  that  the  crystal  in  different  places  is  isotropic  for 
certain  light  waves,  because  of  the  variableness  in  the  velocities  of 
transmission  of  different  kinds  of  light.  Such  light-waves  are  then 
extinguished,  and  the  resulting  interference  colors  differ  accordingly. 

Other  crystals  of  vesuvianite  exhibit  anomalous  biaxial  phenom- 
ena, the  value  of  2Ey  reaching  62°  47'  in  crystals  from  Ala.  Such 
crystals  are  usually  made  up  of  segments  with  different  optical 
behavior,  which  are  oriented  with  respect  to  the  outward  form  of 
the  crystal,  as  in  the  case  of  garnet,  analcite,  and  some  other  minerals. 
The  phenomena  appear  to  be  the  result  of  molecular  strain  sub- 
sequent to  crystallization. 

Color. — Brown  to  green,  occasionally  sulphur-yellow  or  pale  blue 
and  rose-red.  In  thin  section  colorless  to  lighter  shades  of  the  colors 
mentioned.  Pleochroism  weak  and  only  noticeable  in  thin  sections 
when  the  crystal  is  strongly  colored.  In  thicker  plates  the  follow- 
ing pleochroism  has  been  observed: 


0 

E 

Ala,  green 

greenish  yellow 

grass-green 

Des  Cloizeaux 

Gleinitz,  greenish 

colorless 

light  golden  yellow 

von  Lasaulx 

Poljakowsk,  clear  green  yellow 

light  flesh-gray 

Hlawatsch 

Tellemarken,  blue 

dark  blue 

nearly  colorless 

Des  Cioizeaux 

Ala,  brown 

yellow-brown 

lighter  with  yellow  tinge  Hlawatsch 

Sforzella,  brown 

brownish  gray 

yellow- green 

(( 

Jordansinuhl,  peach- 

blow- red 

colorless 

rose-red 

von  Lasaulx 

Gleinitz,  rose-red 

colorless 

light  rose-red 

11 

*  *      amethyst-color 

light  gray 

peachblow-red 

€t 

Occurrence. — Vesuvianite  is  chiefly  developed  in  metamorphosed 
limestones  by  contact  metamorphism,  or  in  blocks  of  limestone 
inclosed  in  igneous  rock,  as  at  Vesuvius.  As  a  product  of  contact 
metamorphism  it  is  found  at  Monzoni  in  the  Fassathal;  in  the  Ala 
valley,  Piedmont,  and  elsewhere  in  Europe;  at  Morelos,  Mexico,  and 
in  numerous  localities  in  the  United  States  and  Canada.  In  these 
occurrences  it  is  usually  accompanied  by  garnet,  diopside,  woUas- 
tonite,  epidote,  and  other  minerals.  It  occurs  less  commonly  in 
gneiss  and  other  crystalline  schists,  as  in  the  calcite-diopside-schist 
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at  Tschammendorf,  Silesia,  and  in  amphibolite  at  Klopfberg,  Lower 
Austria. 

Resemblances. — Vesuvianite  in  rock  sections  is  most  like  zoisite 
and  gehlenite  (fuggerite),  and  is  somewhat  like  andalusite.  It  differs 
from  zoisite  in  the  absence  of  cleavage;  from  gehlenite  in  having 
slightly  higher  refraction  and  in  its  behavior  toward  acids;  from 
andalusite  it  is  distinguished  by  the  size  of  the  angle  between  the 
optic  axes. 

Laboratory  Production. — Vesuvianite  has  not  yet  with  certainty 
been  produced  in  the  laboratory,  though  claimed  by  Mitscherlich, 
and  later  by  Daubr^e.  Doelter  and  Hussak  obtained  from  vesu- 
vianite, when  fused  and  slowly  cooled,  a  mixture  of  meionite,  melilite, 
and  anorthite. 

EPIDOTE  GROUP. 

II    HI  nx 

R2(ROH)R2(Si04)3. 

n  n       in  xxi      ni 

R=Ca,  Fe;  R= Al,  Fe,  Mn,  Ce,  etc. 

Orthorhombic. — Zoisite  (thulite). 

Monodinic. — Epidote,  piedmontite,  allanite. 

Zoisite  and  epidote  are  similar  in  composition  and  in  crystal 
forms,  hardness,  and  specific  gravity,  and,  though  orthorhombic 
and  monoclinic,  are  classed  together  in  the  same  manner  as  the  ortho- 
rhombic and  monoclinic  pyroxenes  and  amphiboles. 

ZOISITE. 
Ca2(A10H)Al2(Si04)3. 

Basic  orthosihcate,  4Ca0.3Al203-6Si02  1120=8102  39.7,  AI2O3 
33.7,  CaO  24.6,  H2O  2.0=  100.  The  aluminium  is  sometimes  replaced 
by  iron,  up  to  4  per  cent,  of  Fe203,  grading  into  epidote.  It  may 
also  contain  some  manganese  (thulite).    Not  decomposed  by  acids. 

Orthorhombic;  a :  6 :  c = 0.61963 : 1 : 0.34295. 

Euhedral  crystals  prismatic  parallel  to  the  c  axis;  striated  or 
furrowed  parallel  to  this  axis.  Forms  present  commonly  (100), 
(010),  (110),  (120),  and  other  prismatic  faces  of  this  order.  Ter- 
minal planes  less  frequently  developed,  (101),  (Oil),  (111),  and 
other  bipyramids.  Crystals  in  rocks  usually  subhedral  or  anhedral; 
prismatic,  or  tabular  parallel  to  (010) ;  in  parallel  or  divergent  aggre- 
gates, sometimes  irregularly  shaped  anhedrons. 
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Cleavage  perfect  parallel  to  (010) ;  sometimes  developed  parallel 
to  (100)  in  very  thin  sections.  Fracture  uneven  to  subconchoidal. 
H. = 6-6.5.    Sp.  gr.  =  3.25-3.37. 

Optical  Properties. — Optically  positive  (+);  acute  bisectrix  Z 
is  normal  to  (100),  but  the  plane  of  the  optic  axes  is  not  always  in 

the  same  position  even  in  one  crystal.  It 
is  usually  parallel  to  (010),  so  that  X||c, 
y||6,  Z\a\  but  in  parts  of  one  crystal  or 
throughout  the  whole  of  some  crystals  it  is 
parallel  to  (001),  X||&,  Y\c,Z\a  (Fig.  1). 
The  axial  angle  27  varies  from  0^  to  60*^, 
sometimes  in  one  crystal,  and  is  larger  in 
crystals  with  the  plane  of  the  optic  axes 
parallel  to  (001).  The  dispersion  is  strong, 
^<t?  in  crystals  of  the  first  kind,  /t)>v  in 
those  of  the  second. 

Refraction  high,  double  refraction  low, 
but  the  interference  color  on  sections  parallel 
or  nearly  parallel  to  (100)  in  zoisite  with  small  optic  angle  is  indigo- 
blue,  as  in  epidote  and  melilite,  though  generally  not  so  intense  as 
in  melilite.  It  is  due  to  the  same  cause,  namely,  the  strong  dis- 
persion of  the  optic  axes  and  the  much  wider  angle  for  blue  than 
for  red. 


Fig.  1. 
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(  ( 


<< 


n 


1.696  1.696 

1.6961  1.6961 

1.6973  1.7002 

1.700  1.700 

Ducktown,  Term.     1 .  7002  1 .  7025 


Zoisite,  Saualpe 

Cottische  Alps 
Gomer  glacier 
Tyrol 


1 .  702  0 .  006  L4  vy-Lacroix 

1.7034  0.0073  Wall^rant 

1 .  7061  0 .  0088  Weinschenk 

1.705  0.005  Zimanyi 

1.7058  0.0056  Osann 


Color. — Grayish  white,  gray,  yellowish  brown,  greenish  gray,  apple- 
green;  peach-blossom  red  to  rose-red  (thulite).  In  thin  section 
colorless,  except  thulite,  which  is  pleochroic  in  thin  sections.  In 
thicker  plates  or  crystals  zoisite  is  pleochroic. 

Zoisite,  Gomer  glacier  X=Z  bluish  green         Y  light  wine-yellow     Weinschenk 

"       Prftgraten        .X'=Z  bluish  green         y  light  orange  " 

Thulite  X  light  rose  to  colorless  y  deep  rose    Z  yellow  Lacroix 

Occurrence. — Zoisite  occurs  in  some  crystalline  schists,  espe- 
cially in  eclogite,  amphibolite,  and  glaucophane-schist  on  S)Ta, 
and  in  the  Coast  Ranges  of  California.  It  frequently  carries  inclu- 
sions of  amphibole  microlites.  It  occurs  as  an  alteration-product 
in  metamorphosed  gabbros  and  related  rocks,  accompanying  epidote, 
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with  which  it  is  sometimes  intergrown  in  parallel  orientation,  (010) 
of  zoisite  parallel  to  (100)  of  epidote,  and  the  prismatic  axes  of  both 
minerals  parallel.  This  is  the  position,  as  pointed  out  by  Tschermak, 
in  which  the  similarity  of  the  crystal  forms  becomes  apparent,  show- 
ing the  approach  to  isomorphism.  Zoisite  is  a  chief  constituent  of 
saussurite,  an  alteration-product  of  lime-soda-feldspars  in  gabbros. 

Thidite  occurs  with  vesuvianite,  garnet,  epidote,  and  fluorite  at 
Kleppau  in  Tellemarken,  Norway;  also  near  Arendal.  It  forms 
small  veins  with  talc  and  actinolite  in  granite  at  Traversella,  Pied- 
mont. With  withamite  it  gives  the  red  color  to  porfido  rosso  arUico, 
according  to  Rosenbusch. 

Resemblances.— ^Zoisite  resembles  colorless  epidote  'in  habit, 
refraction,  and  double  refraction.  It  differs  from  it  in  having  a 
smaller  angle  between  the  optic  axes  and  in  being  optically  positive. 
In  some  zoisites  the  plane  of  the  optic  axes  is  parallel  to  the  plane 
of  cleavage.  Zoisite  is  somewhat  like  melilite  in  double  refraction, 
but  has  higher  refraction  and  better  cleavage.  It  resembles  color- 
less vesuvianite  in  refraction  and  double  refraction,  but  differs  from 
it  in  cleavage,  and  in  biaxial  characters  in  most  ca^es. 

MONOCLINIC  EPIDOTES. 

Epidote,  Ca2(A10H)(Al,Fe)2(Si04)3. 

Piedmontite,     Ca2(A10H)  (Al,Mn,Fe)2(Si04)3. 
Allanite,  (Ca,Fe)2(A10H)  (Al,Ce,Fe)2(Si04)3. 

Chemical  Composition. — Basic  orthosilicates  of  calcium  and  alu- 
minium with  iron  in  variable  amounts  in  epidote;  iron  and  man- 
ganese in  piedmontite;  and  iron  and  the  cerium  metals  in  allanite. 
In  epidote  the  proportions  of  aluminiimi  to  iron  vary  from  6: 1  to  3-2. 
Varieties  with  little  iron  have  been  called  clinozoLsite.  In  pied- 
montite the  proportions  of  aluminium,  iron,  and  manganese  vary 
as  shown  in  the  analyses  cited.  In  allanite,  in  addition  to  variable 
amounts  of  cerium,  didymitmi,  and  lanthanum,  there  may  be  smaller 
amounts  of  the  yttrium  group  of  metals. 

Alteration. — Epidote  is  partially  decomposed  by  hydrochloric 
acid;  piedmontite  is  not  decomposed  by  it;  allanite  in  most  varieties 
gelatinizes  with  hydrochloric  acid.  Epidote  in  rock  sections  does 
not  appear  to  have  imdergone'  alteration  in  any  case.  Allanite 
becomes  hydrated,  losing  color.  Epidote  may  be  altered  by  meta- 
morphism  to  vesuvianite,  garnet,  and  clinochloxe. 
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MONOCUNIC  EWDOTES. 


Konodinic— Epidote,  a-.b-.c-  1.5787: 1:1.8036,  ^=64°  37'. 
Piedmontite,  "  =  1.6100:1:1.8326, /9=64°  39'. 
Allanite,  "    =1.5509:1:1.7691,  ^=64°  59'. 

Euhedral  ctystab  of  epidote  commonly  prismatic  parallel  to  the 
b  axis,  with  a{100),  c(001),  rClOl),  and  other  pinacoids  in  this  zone, 
besides  n0.ll),  wi(llO),  o(0U),  commonly,  and  numerous  other 
forms  less  frequently  as  terminal  planes  (Figs.  1  and  2).  The  cross- 
eection  with  angles  of  115°23'  and  116' 18'  (Fig.  3)  is  character- 


^ 


istic  of  minerals  of  this  group.  Crystals  rarely  elongated  parallel 
to  the  c  axis,  oftener  in  allanite,  which  is  sometimes  flattened  parallel 
to  a(lOO).  Habit  of  all  minerals  of  this  group  similar,  but  euhedral 
crystals  of  piedmontite  and  allanite  are  rare.  Subhedral  and  anhe- 
dral  crystals  common  in  rocks,  prismatic,  divergent  or  parallel; 
often  in  irregularly  shaped  anhedrons  and  granular  aggregations. 

Twinning  and  composition  plane  a(100},  sometimes  lamellar; 
rarely  a  twinning  parallel  to  c(OOl). 

Cleavage  parallel  to  (001)  perfect  in  epidote  and  piedmontite, 
distinct  in  fresh  allanite;    parallel  to  (100)   imperfect  in  all  three 


Fracture  uneven.  H.  =  6-7,  epidote;  6.5,  piedmontite; 
5.5-6,  allanite.  Sp.gr.  =  3.25-3.5,  epidote;  3.404,  piedmontite; 
3.5-4.2,  allanite. 
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Optical  Properties. — Plane  of  the  optic  axes  parallel  to  (010), 
perpendicular  to  the  basal  cleavage.  In  clinozoisite  the  bisectrix  X 
is  inclined  2°-3®  to  the  crystal  axis  c  in  the  obtuse  angle  /?,  and 
the  same  amount  in  the  acute  angle  (i  for  epidote.  The  bisectrix  Z  is 
almost  normal  to  (100),  Fig.  4.  In  piedmontite  the  inclination  of 
X  to  c  is  5°-7®  in  the  acute  angle  /?.  and  the  bisectrices  are  notice- 
ably dispersed;  dispersion  inclined.  In  allanite  the  bisectrix  X  is 
inclined  22^-41°  to  c  in  the  acute  angle- j9.  In  that  from  Grefsenaas, 
Norway,  the  plane  of  the  optic  axes  is  perpendicular  to  (010) 
(Brogger). 


XrAC           XjAC 

^- 

rAC 

Clinozoisite,  Simplon 

!*»  58'         2*  28' 

3*^ 

2' 

P<v 

Preiswerk 

' '           Huntington,  Mass. 

1°51'         2*    y 

20  12' 

P<v 

Forbes 

Epidote,  Knappenwand 

2*»56' 

2*»26' 

p>v 

Klein 

Piedmontite,  Jakobsberg 

4'' 34' 

5* 

20' 

P<v 

Flink 

St.  Marcel 

70  26'         6^  41' 

XAc 

^~ 

p>v 

Laspeyres 

Allanite,  Arendal  and  Hitterd 

22^-41** 

Brdgger 

' '        Grefsenaas,  Norway 

28**  ac-a?**  30' 

ti 

tt                    

36®  approx. 

Rosenbusch 

"        Gyttorp,  Sweden 

46°^7° 

TOmebohm 

The  angle  between  the  optic  axes  is  large  and  varies  with  the 
chemical  composition,  together  with  the  indices  of  refraction  and 
the  double  refraction.  The  angle  2V  about  Z  increases  with  the 
percentage  of  iron  from  clinozoisite  to  epidote. 


FeiO» 

2V/ 

2V/ 

Opt. 

r-a 

Clinozoisite.  Pr&graten 

2 

81*40' 

98^20' 

+ 

0.0056 

Rothenkopf 

4 

89^  16' 

90*»  34' 

+ 

0.0105 

"          Huntington 

6.2 

89**  28' 

90*»32' 

+ 

O.OlO 

Epidote,  Zillerthal 

7.9 

92*»  14' 

87*»  46' 

— 

0  0144 

'  *        Knappenwand 

16 

306°  21' 

73*39' 

— 

0  0372 

For  piedmontite  from  Jakobsberg,  with  4.52  Mn203,  which  is 
optically  negative,  2V/  =  88°44'  (Flink),  and  increases  with  the  per- 
centage of  manganese,  the  more  manganesian  varieties  being  optically 
positive,  2F*>90°. 

The  optical  character  of  allanite  is  uncertain,  that  from  Gref- 
senaas, Norway,  being  probably  negative  (  — );  that  from  Arendal 
is  optically  positive  (  +  ). 

Refraction  high;  double  refraction  variable,  from  low  in  clino- 
zoisite to  high  in  epidote  richer  in  iron;  high  also  in  piedmontite 
and  allanite,  when  fresh,  similar  to  that  of  epidote.     Double  refrac- 
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tion  in  allanite  ranges  to  OP  with  alteration.    It  is  stronger  in  crystals 
in  recent  volcanic  rocks  than  in  those  in  granites  and  gneiss. 


Clinoasoisite,  Pr&graten 

a  -1.7176  ^  =1.7195 

r-  1.7232 

r-a=0.0056 

1 

Weinschenk 

"          Rothenkopf 

-1.7238       =1.7291 

-1.7343 

=  0.0105 
Weinschenk 

"           Huntington 

a,=  1.714     5y=  1.716 

ry^l.724 

=  0.010 
Forbes 

Epidote,  Zillerthal 

=  1.7238       =1.7291 

-1.7343 

-0.0144 
Weinschenk 

' '        Knappenwand 

ttr- 1.7305   .9r=  1.7540 

rr- 1.7677 

=  0.0372 
Klein 

"        Traveraella 

"                                        "^^ 

.  ^^ 

=  0.061 
Ramsay 

Withamite,  Glencoe 

^^■^                                                                                                      ^^^H 

"~^ 

=  0.05 
Lacroix 

Piedmontite,  Pine 

Mountain 

0=1.758    /9=1.771 

7*  1.819 

=  0.061 
Larsen 

Allanite,  Nfskilen,  Norway 

—            /3=  1.682 

^^ 

L^vy-Lacroix 

*'      EdenviUe 

a>1.78                — 

— 

L^vy-Lacroix 

Color. — In  dinozoisite  rarely  colorless,  gray  and  grayish  white, 
greenish  grading  into  the  colors  of  epidote,  which  are  pistachio-green 
or  yellowish  green,  brownish  green,  greenish  black,  and  black;  in 
the  variety  loithamite  clear  red  and  yellow;  in  piedmoniite  reddish 
brown  or  reddish  black;  in  allanite  pitch-brown  to  black,  brownish, 
greenish,  grayish,  or  yellowish.  In  thin  sections  colorless  to  colored 
with  marked  pleochroism.  In  dinozoisite  and  epidote  colorless  to 
faintly  greenish  yellow,  sometimes  noticeably  pleochroic  between 
colorless  and  green-yellow;  in  thicker  plates  strongly  pleochroic. 
In  piedmoniite  the  pleochroism  is  strong,  Z  deep  red  >  Y  deep  red  >  X 
pale  red.  In  allanite  doubler-refracting  crystals  are  distinctly 
pleochroic. 

The  directions  of  maximum  al>sorption  for  different  colors  do 
not  coincide  with  the  bisectrices  in  epidote,  but  are  strongly  dis- 
persed in  the  plane  of  symmetry  (010). 

Occurrence. — dinozoisite  and  epidote  occur  abundantly  as  second- 
ary minerals  in  igneous  rocks,  resulting  from  the  alteration  of  ferro- 
magnesium  minerals  and  also  of  lime-soda-feldspars.  They  com- 
monly accompany  chlorite.  In  the  same  manner  they  occur  as 
secondary  minerals  in  the  crystalline  schists.  Epidote  is  in  some 
cases  pyrogenetic  in  igneous  rocks,  occurring  in  euhedral  crystals  in 
granite  from  Ilchester,  Md.,  and  elsewhere.    It  is  occasionally  inter- 
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grown  in  parallel  orientation  with  allanite  in  such  rocks.  Epidote 
is  common  in  many  metamorphic  rocks,  especially  those  derived 
from  limestones  and  rocks  rich  in  calcium,  both  in  regions  of  dy- 
namic metamorphism  and  in  zones  of  contact  metamorphism,  where 
it  accompanies  vesuvianite,  garnet,  pyroxene,  and  other  minerals. 
Withamite  is  a  variety  of  epidote  containing  0.14  MnO,  according 
to  Heddle,  occurring  in  porphyry  at  Glencoe,  Argyleshire,  Scotland. 

Piedmontite  occurs  in  igneous  rocks  as  a  secondary  mineral  in 
microscopic  crystals  or  in  larger  radial  aggregations,  as  in  aporhyolite 
at  South  Mountain,  Pa. ;  in  the  ancient  porfido  rosso  aniko  of  Egypt, 
and  elsewWre.  It  is  also  a  constituent  of  some  crystalline  schists, 
as  in  mica-schist  of  He  de  Groix,  Brittany,  and  at  St.  Marcel,  Pied- 
mont; and  in  piedmontite-schist,  glaucophane-schist,  and  other 
members  of  the  crystalline  schists  in  Japan. 

Allanite  occurs  in  nearly  all  kinds  of  igneous  rocks  in  very  small 
amounts,  but  is  more  frequent  in  granites  and  pegmatites.  In  granite 
it  is  sometimes  surrounded  by  epidote  in  parallel  orientation  as 
described  by  Hobbs  and  as  shown  in  Fig.  5.     It  also  occurs  in  gneiss, 


Fig.  5. 

mica-schist,  amphibolite,  and  sometimes  in  crystalline  limestone, 
as  at  Auerbach.  Orthiie  is  a  name  in  common  use  for  allanite.  The 
original  orthite  was  in  acicular  crystals  sometimes  a  foot  long  at 
Finbo,  Sweden,  often  containing  some  water  and  apparently  a 
hydrated  allanite. 

Resemblances. — Epidote  is  somewhat  like  ohvine  and  colorless 
pyroxene  in  refraction  and  double  refraction.  It  is  distinguished 
from  these  minerals  by  its  pleochroism,  when  present,  from  color- 
less to  green-yellow;  further  by  its  cleavage  and  th^  optical  orienta- 
tion with  respect  to  it. 

Clinozoisite  is  like  zoisite  except  for  the  monoclmic  symmetry 
and  the  absence  of  the  peculiar  blue  interference  color.  Piedmontite 
is  sufficiently  characterized  by  its  pleochroism  combined  with  its 
other  properties.  Allanite  is  somewhat  like  brown  hornblende,  but 
differs  from  it  in  the  absence  of  cleavage  and  in  habit  and  optical 
orientation. 


408  FOUQl'EITE— HANTOC'KITE. 

FOUQUEITE. 

Chemical  composition  like  that  of  zoisite  with  a  little  iron. 
SiOjSS.S,  AI2O331.9,  Fe0  4.4,  CaO  23.5,  ign.  2.7=100.8. 

Monoclinic.  Anhedral,  in  rounded  elongated  crystals.  Some- 
times in  polysynthetic  twins,  with  (100)  as  twinning  plane. 

Cleavage  parallel  to  (001),  which  appears  to  be  inclined  108^ 
to  the  prismatic  axis  of  the  crystals.    Sp.  gr.  =  3.24-3.31. 

Optical  Properties. — Optically  positive  (+).  Plane  of  the  optic 
axes  parallel  to  the  cleavage,  (001);  with  the  actute  bisectrix  Z 
normal  to  (010).  Axial  angle,  27=90°  approx.  Dispersion  weak, 
p<v.  Double  refraction  moderate,  ^— a  =  0.020.  Color  yellow  or 
white,  very  feebly  pleochroic.    X=Z  colorless,  Y  very  pale  yellow. 

Fouqu^ite  occurs  in  anorthite-gneiss  with  scapolite,  garnet, 
amphibole,  pyroxene,  and  epidote  at  Salem,  and  occasionally  at 
Kandy,  Ceylon.    It  appears  to  be  a  variety  of  clinozoisite. 


HANCOCKITE. 

R"2(R'"OH)R'"2(Si04)3. 

Composition. — Basic  orthosilicate  similar  to  epidote,  with 
R"  =  Pb,Ca,Sr,Mn,  and  R'"  =  Al,Fe,Mn.  The  mineral  from  Frank- 
lin Furnace  contains  Si02  30.99,  AI2O3  17.89,  FegOs  12.33,  Mn203 
1.38,  PbO  18.53,  MnO  2.12,  MgO  0.52,  CaO  11.50,  SrO  3.89,  H2O 
1.62=100.77. 

Monoclinic ;  angles  and  habit  of  crystal  near  those  of  epidote, 
in  very  small  prisms. 

Cleavage  parallel  to  (001).     H.  =  6-7.    Sp.  gr.  =  4.03. 

Optically  biaxial;  axial  plane  parallel  to  (010),  2F=50® 
approx.  p>v  perceptible,  a  =  1.788,  /?  =  1.81,  ;'  =  1.830,  /-— «  = 
0.042,  Larsen. 

Color  brownish  red;  Y  golden  brown;  pleochroism  rather  strong, 
absorption  Z>X, 

Occurs  with  clinohedrite,  axinite,  garnet,  willemite  and  other 
minerals  at  Franklin  Furnace,  N.  J. 


PREHNITE. 
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PREHNITE. 

H2Ca2Al2(Si04)3. 

An  acid  orthosilicate  of  calcium  and  aluminium  with  the  proportions, 
H20.2CaO. Al203-3Si02=Si02  43.7,  AI2O3  24.8,  CaO  27.1,  H2O  4.4= 
100. 
Decomposed  slowly  with  hydrochloric  acid. 

Orthorhombic;  sphenoidal  class,    a: b:c= 0.84009: 1:0.55494. 

Euhedral  crystals  rare,  usually  tabular  parallel  to  c(OOl)  with 
m(llO)  and  a(lOO),  and  prisms  in  the  zone  of  the  b  axis  subordinate 
(Fig.  1);  sometimes  prismatic  with  m(llO),  c(OOl),  6(010),  and 
o(061)   (Fig.  2).     Commonly  in  groups  of  tabular  crystals,  united 


m 


m 


Fro.  1.  Fig.  2. 

by  (001),  often  barrel-shaped.  Also  globular,  in  prismatic,  tabular 
or  granular  aggregations. 

Cleavage  parallel  to  (001)  distinct.  Fracture  uneven.  H.  =  6-6.5. 
Sp.  gr.= 2.80-2.95. 

Optical  Properties. — Optically  positive  (+);  plane  of  the  optic 
axes  parallel  to  (010) ;  acute  bisectrix  Z  normal  to  (001),  -X"  ||  a,  Y  \\  6, 
Z\\c,  Fig.  3.  Axial  angle  large  and  variable;  dispersion  weak,  ^>t;, 
in  some  cases  p<v. 


Dauphin^  2j&,«124°54'  to  129*>  y 
Pyrenees  2J^r-122*»  59^  to  126*^27' 
Jordansmuhl  2^,-135'' 26' 


Des  Cloizeaux 


27^  =  69*22'         Beutell 


Refraction  moderate,  double  refraction  strong. 
Ratschingee     a- 1.616     ^-1.626     r-1-^9     r-«-0033      Des-aoiaeaux 

In  some  instances  prehnite  exhibits  optical  anomalies,  both  as 
to  the  optical  orientation,  the  extinction  of  light  between  crossed 
nicols,  and  as  to  the  interference  colore,  which  may  be  deep  azure- 
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blue  and  leather-brown.  In  Bome  sections  it  exhibits  a  niicroscopic 
lamination  like  that  of  microcUne.  In  such  crystals  a  section  parallel 
to  (001)  shows  three  parts,  as  in  (Fig.  4) ;  a  central  wedge  with  lamellse 
lying  parallel  and  others  normal  to  a,  with  parallel  extinction  and 
the  plane  of  the  optic  axes  in  the  two  sets  of  lamellte  at  right  angles 
to  one  another;  the  optic  angle  being  small,  sometimes  0°,  with 
crossed  dispersion,  the  plane  of  the  optic  axes  for  red  being  at  right 
angles  to  that  for  blue.  The  two  outer  portions  consist  of  lamelUe, 
one  set  in  each  part  parallel  to  the  m  face  of  that  part,  the  other 
set  almost  perpendicular  to  this  face,  intersecting  the  first  at  82*-83''. 
In  these  parts  light  is  not  completely  extinguished  in  any  position 
between  crossed  nicols.  The  interference  figures  are  much  dis- 
torted with  marked  crossed  dispersion.  According  to  E.  Mallard 
the  wedge-shaped  part  consists  of  lamellx  having  in  one  case  the  acute 
bisectrix,  in  the  other  the  obtuse  bisectrix,  normal  to  the  base  of 


the  compound  individual;  the  outer  portions  consist  of  lamellae 
oriented  as  though  rotated  on  the  c  axis  60°  to  one  another. 

Color  light  green,  oil-green,  white,  gray.  In  thin  section  coloi^ 
less.     Luster  vitreous,  on  (001)  weak  pearly. 

Occurrence. — Prehnite  occurs  with  datoUte  and  the  zeolites  in 
cavities  in  basic  igneous  rocks,  basalt,  gabbro,  also  in  diorite  and 
granite;  and  in  cracks  in  crystalline  schist.  It  is  a  constituent  of 
some  amphibolites,  augite-gneisses,  and  wollastonite-rocks.  It  is 
sometimes  found  in  metamorphosed  limestone  and  dolomit«. 

Resemblances. — Prehnite  is  somewhat  similar  in  refraction  to 
andalusite,  topaz,  wollastonite,  and  datolit«.  From  the  first  three 
it  is  distinguished  by  much  higher  double  refraction;  from  datotit« 
by  lower  double  refraction. 


LAWSONITE. 
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LAWSONITE. 
H4CaAl2Si20io. 

Or  CaOAl203-2Si02+2H20.  Chemical  analysis,  Si02  38.10,  AI2OS 
28.88,  Fe203  0.85,  CaO  18.26,  MgO  0.23,  Na20  0.65,  H2O  11.42=98.39. 
Not  acted  on  by  hydrochloric  acid. 

Orthorhombic.-~a :  6 :  c = 0.6652 : 1 : 0.7385. 

Euhedral  crystals  prismatic  with  m(llO),  b(010),  c(OOl),  d(011), 
and  sometimes  (041)  Fig.  1;  also  tabular  parallel  to  (001)  when  i& 
the  rock  mass. 

Twinning  plane  and  composition  plane  (110). 

Cleavage  parallel  to  (010)  perfect;  parallel  to  (001)  rather  perfect; 
less  so  parallel  to  (110).    H.=8.    Sp.  gr.= 3.084-3.091. 


Fig.  1.  Fig.  2. 

Optical  Properties. — Optically  positive  (+);  plane  of  the  optic 
axes  parallel  to  (010) ;  acute  bisectrix  Z  normal  to  (001) ;  X  ||  a,  F  ||  6, 
Z||c.  Angle  between  the  optic  axes  large,  2Fy=84°6".  Refraction 
and  double  refraction  moderately  high. 

Tiburon,Cal.      ay=1.6650  /Jy-1.6690  ry=1.6840  r-«  =  0.0190     Ransome- 

Palache 
Monte  Brancata  ;?=  1.676  7— •«  =  0.020    27>80**     Viola 

/5=1.67    approx.     ;'  — a  =  0.021  Lacroix 

Color. — Oolorless  to  gray-blue,  the  colors  often  distributed  in  bands 
parallel  to  the  prism  face  as  in  cyanite.  In  thin  section  colorless. 
Pleochroic  in  thick  plates,  X  blue,  Y  colorless  with  pale-yellowish 
tint. 

Occurrence. — Lawsonite  occurs  with  margarite,  epidote,  and 
actinolite  in  amphibole-schist  on  Tiburon  Peninsula,  Cal.  and  also 
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is  developed  in  metamorphosed  gabbros  and  basalts.  It  has  been 
found  in  a  number  of  localities  in  Italy  accompanying  albite 
in  saussuritized  feldspar.  It  has  also  been  foimd  in  CJorsica 
and  New  Caledonia.  Lawsonite  frequently  accompanies  glauco- 
phane  and  other  blue  amphiboles  in  schistose  rocks  derived  from 

gabbro. 

Resemblances. — Lawsonite  is  like  olivine  in  refraction,  but  has 
lower  double  refraction.  It  resembles  andalusite  and  zoisite  in 
refraction,  but  has  higher  double  refraction.  It  is  somewhat 
like  the  scapolites,  but  is  biaxial. 


CORDIERITE. 
H2(Mg,Fe)4Al8Siio037. 

Or  H2O . 4(Mg,Fe)0 . 4(Al203)  •  lOSiOj. 

If  Mg :  Fe= 7 : 2,  the  percentage  composition  is :  Si02  49.4,  AI2O3  33.6, 
FeO  6.3,  MgO  10.2,  H2O  1.5=100.  Manganese  and  calcium  may  be 
present  in  small  amounts. 

Alteration. — Only  partially  decomposed  by  acids.  Cordierite 
alters  readily  by  hydration  and  chemical  replacement.  The  alter- 
ation in  some  cases  begins  along  planes  parallel  to  (001)  and  results 
in  a  lamination  of  the  crystal  and  finally  an  unlaminated  aphanitic 
mass;  in  others  it  also  takes  place  in  planes  parallel  to  (010),  or  less 
often  in  those  parallel  to  the  prism,  and  from  irregular  cracks.  The 
resulting  minerals  are  usually  mica;  mostly  muscovite,  besides 
biotite,  paragonite,  and  chlorite,  accompanied  by  iron  oxides.  These 
pseudomorphs  after  cordierite  have  received  various  names,  accord- 
ing to  their  composition  or  appearance.  Of  these  four  types  may 
be  noted:  piniUf  chiefly  mica,  without  lamination  parallel  to  (001); 
gigarUdite,  the  same,  with  basal  lamination;  prasiolite,  chiefly  chlorite^ 
without  basal  lamination;  dUorophyllite,  chiefly  chlorite,  with  basal 
lamination. 

Orthorhombic ;  a:b:c=0.5871: 1:0.5585,  (110)  (ll0)  =  60°50'. 

Euhedral  crystals  are  short  prisms  with  a(lOO),  6(010),  c(OOl), 
m(llO),  d(130),  «(112),  r(lll),  w(134),  o(131)  (Fig.  1).  Commonly 
in  penetration  twins  with  pseudohexagonal  forms.  Subhedral  and 
anhedral  crystals  frequent. 

Twinning.— (1)  Parallel  to  (110)  often  repeated,  producing  pseu- 
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dohexagonal  forms;  also  as  inclosed  twinned  lamellae.-  (2)  Parallel 
to  (130)  also  producing  pseudohexagonal  forms,  since  (130) 
(130)  =  59*^10'. 

Cleavage  parallel  to  (010)  distinct;  parallel  to  (100)  and  (001) 
indistinct.  Crystals  often  show  a  lamellar  structure  parallel  to 
(001),  especially  when  partly  altered.  Fracture  subconchoidal. 
H.  =  7-7.5.    Sp.  gr.  =  2.60-2.66. 


f» 


Fig.  1. 


Fig.  2. 


Optical  Properties. — Optically  negative  (— );  axial  plane  parallel 
to  (100) ;  acute  bisectrix  X  normal  to  (001) ;  X\\c,Y\\a,Z  ||  6,  Fig.  2. 
Angle  between  the  optic  axes  quite  variable.  Dispersion  weak,  p<v, 
according  to  Des  Cloizeaux.  For  orange,  27=39^32',  Haddam, 
C!onn.;  70^23',  Ceylon;  77^57',  Orijarfvi;  84^28',  Bpdenmais.  Re- 
fraction and  double  refraction  variable  in  cordierite  from  different 
localities. 


Tvedestrand  a,  » 1 .  532    Pj  ^ 


Orijarfvi 
BodenmjLis 


<< 


a 


Ceylon 

Haddam 

Ceybn 


a^- 1.6337  p„ 
0^=1.6349  Pj 
a,,- 1.535  p, 
aj  « 1.5433  Pj 
«or=- 1.637    p, 

-1.5523 
aj  -1.5918  /?, 


or 


or' 


ror- 


.536     Ty 
5375  /-or 
5400  Tt 
.541 
.5467  n 

542      /or 

5615 
.5970  Tt 


1.539  r-a-0007     L6vy-Lacroix 

1.5400  -0.0063  DesCloifleaux 

1.5440  -0.0091  Zimanyi 

1.546  -0.011     Desaoize&ux 

1.5490  -0.0057  Koch 

1.543  -0.006    Des  Cloizeaux 

1.5627  =0.0104  " 

1.5992  -0.0074    Ofifret 


Color.— Various  shades  of  blue,  light  or  dark,  smoky  blue,  also 
grayish,  yellowish.  In  thin  section  colorless,- or  faintly  pleochroic; 
in  thicker  sections  distinctly  pleochroic.  The  pleochroism  becomes 
stronger  upon  heating  the  cr3rstal.  Luster  vitreous.  Absorption, 
Y>Z>X. 
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Haddam       yellowish  white 


pale  blue 


Bodenmais    yellowish  white  dark  Berlin  blue 


n 


yellowish  to  wine- 
yellow  white  milk-white 


Hoyazo         yellowish  white 


dark  violet 


Ceylon  very  light  yellow         deep  violet-blue 

Simiutak        smoky  brownish         dark  leather-brown 


Arendal         reddish  clove-brown    plum-blue 

Ori j&rf vi        reddish  clove-brown    dark  Berlin  blue 


bluish  white 

Haidinger 
light  Berlin  blue 

Haidinger 

greenish  white 

Haidinger 
light  violet 

Osann 
pale  violet-blue 

Oflfret 
reddish  brown  to  honey- 
yellow 

Haidinger 
violet-blue 

Haidinger 
light  Berlin  blue 

Haidinger 


Inclusions.  —  In  cordierite  in  the  crystalline  schists  and  in 
zones  of  contact  metamorphism  there  are  pleochroic  spots  sur- 
rounding microscopic  inclusions,  which  are  bright  yellow  when 
transmitted  light  vibrates  parallel  to  the  crystal  axis  c,  but  arie 
colorless  when  the  light  vibrates  parallel  to  the  a  or  6  axes. 
These  pleochroic  '^halos''  disappear  on  heating  and  are  probably 
due  to  the  chemical  activity  of  radiations  from  the  inclusions,  which 
probably  contain  uranium  or  thorium  in  veiy  small  amounts,  as 
described  on  page  188. 

Cordierite  is  commonly  quite  free  from  characteristic  inclusions, 
especially  when  found  in  igneous  rocks.  It  sometimes  contains  fluid 
and  gas  inclusions,  and  when  in  rhyolite,  glass  inclusions.  The 
cordierite  in  the  crystalline  schist  often  contains  crystals  of  minerals 
associated  with  it,  except  garnet.  It  frequently  incloses  prismatic 
or  fibrous  crystals  of  sillimanite,  sometimes  regularly  arranged, 
sometimes  in  a  confused  felt-like  swarm.  In  other  cases  it  incloses 
green  spinel.  In  homfels  in  Japan  the  cordierite  sometimes  is  filled 
with  inclusions  of  carbonaceous  matter  arranged  in  a  manner  some- 
what similar  to  that  in  chiastolite. 

Occtirrences. — Cordierite  occurs  chiefly  in  gneiss  and  other  crjrs- 
talline  schists  also  in  zones  of  contact  metamorphism,  less  often  in 
igneous  rocks.  In  gneiss  and  schist  it  is  widespread,  being  found  in 
many  localities.  As  a  product  of  contact  metamorphism  it  occurs 
in  the  altered  schists  near  Barr  and  Andlau  in  the  Vosges;  in  Saxony; 
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in  the  Troas;  and  in  altered  slate  in  the  Watarase-gawa  region,  Japan, 
where  it  has  the  chiastolite-like  inclusions.  It  is  found  in  ejected 
blocks  inclosed  in  lava  at  Laacher  See,  and  at  Asamayama,  Japan. 
It  is  developed  in  sandstone  vitrified  by  contact  with  basalt,  and 
in  sediments  altered  by  burning  coal  seams  in  Commentry,  France, 
and  in  Montana  and  elsewhere. 

Gordierite  is  developed  as  a  pyrogenetic  mineral  in  some  igneous 
rocks,  especially  granite.  It  has  been  foimd  in  andesite  and  dacite 
in  Himgary;  in  rhyolite  at  Campiglia  Maritima,  Tuscany;  in  kersan- 
tites  at  Michaelstein  in  the  Harz,  and  elsewhere. 

Resemblances. — ^Cordierite  in  rock  sections  is  most  like  quartz 
in  refraction  and  double  refraction,  but  is  distinguished  by  its  biaxial 
character. 

Laboratory  Production.  —  Cordierite  has  been  obtained  by 
fusing  its  constituents  in  an  open  crucible  and  by  slow  cooling. 
The  resulting  crystalline  mass  was  composed  of  a  magnesian 
pyroxene  and  crystals  having  the  properties  [of  cordierite  (Bour- 
geois). It  has  also  been  obtained  from  the  fusion  of  an  ande- 
sitic  magma  (Morozewicz). 


STAUROLITE. 
2H20-6(Fe,Mg)0. 12A1203-  USiOa  (?) 
or    HFeAlfiSizOis. 

Composition  variable.     Mn  is  sometimes  present.     Frequently 
impure  by  reason  of  numerous  inclusions. 


St.  Gotlianl 


Sp.  gr.        SiOa        AliOi     FeaOa    PeO         MgO      HjO      TiOt 

3.706     29.4(3     52.29    —     13.42     2.29     1.42     0.56«   99.44 


CaOMnO 
Franklin,  N.C.     3.711     27.91     52.92  6.87     7.80     3.28     1.C9        tr«100.37 

Imperfectly  decomposed  by  sulphuric  acid.  Alterations  rare; 
sometimes  changes  to  chlorite  and  a  green  mica. 

Orthorhombic ;  a  •  6 :  c = 0.4734 . 1 : 0.6828. 

Euhedral  crystals  short  prisms  with  6(010),  m(llO),  c(OOl),  and 
sometimes  r(lOl),  Fig.  1.  Commonly  in  cruciform  twins.  Crystals 
with  rounded  edges,  seldom  in  anhedral  grains. 
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Twinning. — (1)  Twinning  plane  (032),  cruciform  twins  crossing 
nearly  at  right  angles  (Fig.  2).     (2)  Twinning  plane  (232)  crossing 


m 


m 


Fig.  1. 
at  an  angle  of  60°  approx.   (Fig.   3). 


Fig.  2. 
(3)  Twinning  plane 


(230) 


rare,  the  b  axes  making  an  angle  of  70*^  45^'.  Occasionally  the  twin- 
ning takes  place  without  affecting  the  outward  form  of  the  crystal 
and  is  recognized  by  the  optical  behavior  of  the  parts. 


Fig.  3- 


Fig.  4. 


Cleavage. — Distinct  parallel  to  (010),  but  interrupted;  in  traces 
parallel  to  (110).  Fracture  subconchoidal.  H.  =  7-7.5.  Sp.  gr.= 
3.65-3.75. 

Optical  Properties. — Optically  positive  (+);  plane  of  the  optic 
axes  parallel  to  (100);  acute  bisectrix  Z  normal  to  (001).  X||6, 
Y\\a,  Z\\c  (Fig.  4).  27^=88^46',  L^vy  and  Lacroix.  Dispersion 
weak,,^>v.    Refraction  high,  double  refraction  low. 

St.  Gothard,  a=  1.736,  /?=  1.741, 7-=  1.746,  r-a  =  0.010, L^vy-Lacroix. 
^r=  1.749,  Des  Cloizeaux;  /?r=  1.7526,  Miller. 

Color. — Dark  reddish  brown  to  brownish  black  and  yellowish 
brown.  In  thin  section  yellow  to  red-brown.  Pleochroism  distinct* 
X=Y  yellowish  red.  often  with  a  greenish  tint;  Z  hyacinth-red  to 
blood-red  in  thick  plates.    X=^Y  whitish  yellow,  Z  reddish  yellow^ 
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according  to  Rosenbusch.  The  color  is  often  more  intense  around 
inclusions.    Luster  subvitreous  to  resinous. 

Inclusions  are  very  common  in  staurolite.  Usually  they  consist 
of  the  minerals  with  which  it  is  associated:  quartz,  sometimes  as 
much  as  30  or  40  per  cent,  of  the  whole;  garnet,  mica,  tourmaline, 
rutile,  etc.  In  some  occurrences  it  is  filled  with  carbonaceous  mat- 
ter like  chiastolite,  with  which  it  is  sometimes  associated.  In  rarer 
instances — Lisbon  and  Charlestown,  N.  H.,  and  Mur-en-Plouigneau 
and  Forges  Neuves,  Brittany — the  carbonaceous  inclusions  are  regu- 
larly arranged,  producing  a  tessellated  appearance  in  cross-section, 
as  in  chiastolite.  Staurolite  is  sometimes  intergrown  with  cyanite 
in  parallel  orientation. 

Occurrences. — Staurolite  occurs  in  the  crystalline  schists,  chiefly 
in  mica-schist,  phyllites,  and  gneiss,  often  accompanied  by  garnet, 
cyanite,  and  sillimanite.  It  is  rarely  developed  in  zones  of  con- 
tact metamorphism. 

GRANDIDIERITE. 
7Si02- ll(Al,Fe)203"7(Mg,Fe,Ca)0-2(Na,K,H)20  (?) 

Chemical  Analysis.— Si02  20.90,  AI2O3  52.80,  Fe203  6.60,  FeO 
4.86,  MgO  9.65,  CaO  2.10,  Na20  2.22,  KgO  0.40,  HgO  1.25=100.78. 
Unattacked  by  acids. 

Orthorhombic  (?). — ^Axial  ratio  not  determined.  Anhedral  crys- 
tals, poikilitically  intergrown  with  quartz,  also  massive. 

Cleavage  unequally  developed  parallel  to  two  planes  at  right 
angles  to  each  other,  in  the  zone  of  the  longest  diameter  of  the  crys- 
tals, and  assumed  to  be  (100)  and  (010).    Sp.  gr.  =  2.99. 

Optical  Properties. — Optically  negative  (— ).  Acute  bisectrix  X 
is  normal  to  (100),  the  plane  of  the  better  cleavage;  plane  of  the  optic 
axes  parallel  to  (001) .  X  \\  a,  Y\\c,  Z  \\  6.  2^,  =  52^,  2Ey^  49°  35'. 
Dispersion  strong,  p>v, 

aj=  1.6018,  pj=  1.6360,  7-7=  16385,  ;'-a  =  0.0367,  Lacroix. 

Refraction  moderate,  double  refraction  strong. 

Color. — Bluish  green;  pleochroism  strong.  A'  deep  blue-green, 
Y  colorless  Z  deep  green,  in  plates  0.5  mm.  thick;  X  blue-green,  Y 
colorless,  Z  pale  bluish  green,  in  thin  section. 

The  phenomenon  of  absorption  brushes  is  exhibited  even  in  thin 
sections;   blue  brushes  on  colorless  ground.. 

Occurrence. — Grandidierite  occurs  in  pegmatites  with  quartz, 
orthoclase,  and  almandite,  which  it  also  incloses,  near  Fort  Dauphin, 
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KORNERUPINE. 


on  the  south  point  of  Madagascar,  material  from  which  place  has 
been  studied  and  described  by  Lacroix. 


KORNERUPINE  (Prismatine). 


MgAlzSiO 


6 


Or  MgO  -  AI2O3 .  SiOg = SiOa  29.7,  AI2O3  50.5,  MgO  19.8  =  100.  Insolu- 
ble in  acids.  Prismatine  alters  to  a  fibrous  green  mineral  called 
kryptotile,  a  hydrous  silicate  of  aluminium,  HAlSi04. 

Orthorhombic ;  a:b= 0.854 : 1 . 

Subhedral  crystals  of  prismatic  habit  with  (110),  (100),  and 
(010) ,  and  other  less  definite  forms.  Prismatic  angle  (1 10)  A  (lIO)  =  81** 
komerupine,  =81°  31'  prismatine.  Komerupine  occurs  in  fibrous 
to  prismatic  aggregates  resembling  sillimanite.  Prismatine  forms 
stout  prisms  in  separate  crystals  or  radiating  groups. 

Cleavage. — Prismatic  rather  perfect.  Fracture  uneven.  H.=6.5. 
Sp.  gr.  =  3.273  komerupine;  3.341  prismatine. 

Optical  Properties. — Optically  negative  (— );  acute  bisectrix  X 
normal  to  (001);  axial  plane  parallel  to  (100).  X\\c,Y\\a,Z^b 
(Fig.  1).  2£=32°30'  and  smaller  to  14°, 
komerupine;  2£y=65°  30',  27^=37°  34', 
dispersion  weak,  p>v,  prismatine,  Uscing. 
Refraction  moderate,  double  refraction  low. 
Prismatine,  ay=  1.6691,  /?y=  1.6805,  y-j^ 
1.6818,  /--a^  0.0127,  Ussing. 

Color. — ^White,  gray,  yellowish  to  brown- 
ish, rarely  greenish.  In  thin  section  color- 
less (komerupine)  or  yellowish  (prismatine). 
Pleochroism  weak  in  prismatine.  X  clear 
wine-yellow,  Y  brownish  yellow,  Z  greenish 
to  colorless  in  sufficiently  thick  plates.  Lus- 
ter vitreous,  to  resinous  on  fractured  surface. 

Occurrence. — Komempine  occurs  on  the  west  coast  of  Greenland, 
at  Fiskemas,  in  rock  composed  of  sapphirine,  hornblende,  and  mica; 
with  some  gedrite  and  cordierite,  with  which  it  is  sometimes  graphic- 
ally intergrown.  Prismatine  occurs  in  granulite  at  Waldheim,  Saxony, 
in  layers  of  albite,  associated  with  garnet  and  tourmaline. 

Resemblances. — Komerupine  (prismatine)  resembles  sillimanite, 
andalusite,  and  topaz.  It  differs  from  sillimanite  in  the  optical 
orientation  with  respect  to  the  prismatic  axis,  and  in  the  lower  double 


Fig.  1. 


SAPPHIRINE. 
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refraction;  from  andalusite  by  slightly  higher  refraction  and  smaller 
angle  between  the  optic  axes;   from  topaz  by  its  cleavage. 


SAPPHIRINE. 

Mg5Ali2Si2027 

Or5Mg0.6Al203-2Si02.    SiOj  12.9,  AI2O3  65.7,  MgO  21.4=100.    A 

small  amount  of  FeO  may  replace  MgO.    Not  decomposed  by  acids. 

MonocUxiic;   in  indistinct  tabular  crystals,  flattened  parallel  to 

(010),  rarely  showing  prismatic  planes  on  edges, 
/?=  79J°.  Usually  in  disseminated  grains  or  lamel- 
lar aggregations. 

Cleavage  not  distinct.  Fracture  subconchoidal. 
H. = 7.5.    Sp.  gr.  =  3.42-3.48. 

Optical  Properties.— Optically  negative  (— ); 
plane  of  the  optic  axes  parallel  to  (010);  acute 
bisectrix  X  inclined  to  the  crystal  axis  c  81.5° 
in  the  obtuse  angle  ^.  The  obtuse  bisectrix  Z 
inclined  to  c  8.5*^  in  acute  angle  /?.  27^=68**  49^ 
(Fig.  1) .  Inclined  dispersion  very  noticeable,  p<v. 
Refraction  high,  double  refraction  low. 


Fig.  1. 


ar=  1.705,    ^,=  1.709,     r=  1-711,    rr-«r  =  0.006,    Des  Cloizeaux. 
ar=  1.7055,  ;?r=  1.7088,  ;-=  1.7112,  ^-r-ar  =  0.0057,  Ussing. 
—         /9y=  1.712,  —         ^y -ay = 0.0058,  Ussing. 

Color. — Pale  blue  or  green ;  pleochroic  in  plates  of  some  thickness. 
X  colorless,  Y=Z  blue;  also  X  light  greenish  blue,  Y  dark  blue- 
green,  Z  yellowish  faded  green.    Luster  vitreous. 

Occurrence. — Sapphirine  forms  small  lenticular  masses  in  mica- 
schist  and  gneiss  at  Fiskemas,  Greenland.  It  is  associated  with 
hornblende,  gedrite,  and  biotite,  the  sapphirine  and  biotite  being 
so  oriented  that  their  tabular  crystals  are  parallel  to  one  another; 
with  these  are  also  cordierite,  anorthite,  and  komerupine.  Or  the 
sapphirine  is  accompanied  only  by  bronzite  and  dark-green  spinel. 

Resemblances. — Sapphirine  is  like  serendibite,  cyanite,  lazulite, 
tawsonite,  and  cordierite,  to  some  extent.  It  is  distinguished  from 
serendibite  by  the  absence  of  polysynthetic  twinning;  from  cyanite 
by  the  absence  of  cleavage  and  lower  double  refraction;  from  lazu- 
lite  and  lawsonite  by  lower  double  refraction;  from  blue  cordierite 
by  its  higher  index  of  refraction. 
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CARPHOLITE— ILVAITE. 


CARPHOLITE. 
H4MnAl2Si20io 

Or  2H20MnOAl203-2Si02=Si02  36.5,  AI2O3  31.0,  MnO  21.5, 
H2O  11.0=  100.  FeO,  MgO,  and  Fe203  are  present  in  small  amounts. 
Not  decomposed  by  hydrochloric  acid. 

Monoclinic ;  (1 10)  A  (1 10)  =  68^  33'.  Subhedral  crystals  developed 
only  in  one  prismatic  zone.  Twinning  plane  parallel  to  (100).  In 
acicular  or  fibrous  crystals,  sometimes  radiating. 

Cleavage  not  noticeable,  very  brittle.    H.  =  5-5.5.    Sp.  gr.  =  2.935. 

Optical  Properties. — Optically  negative  (— );  acute  bisectrix  X 
normal  to  (010) ;  bisectrix  Z  inclined  to  prism  axis  c  3®  to  5®,  L^vy- 
Lacroix.    2  7 = 60°  approx . ;  n  =  1 .627, ;-  -  a  =  0.022. 

Color. — Pure  straw-yellow  to  wax-yellow,  green. 
In  thin  section  colorless,  yellowish,  greenish. 
Distinctly  pleochroic:  X=Y  yellow-green  to  yel- 
low, Z  colorless.    Luster  silky,  glistening. 

Occurrence. — Carpholite  occurs  in  minute  tufts 
with  fluorite  and  quartz  in  granite  in  the  tin  mines 
of  Schlackenwald;  on  quartz  veins  at  Wippra  in 
the  Harz;  and  with  quartz  in  two  localities  in 
France. 

Resemblances.  —  Carpholite    resembles    silli- 
manite  in  refraction,  double  refraction,  and  crys- 
tal habit,  but  differs  from  it  in  the  system  of  crystallization,  being 
monoclinic. 


FiQ.  1. 


ILVAITE  (LiEVRiTE). 


.      CaFe2(FeOH)(Si04)2. 

Chemical  Composition. — A  basic  orthosilicate  of  calcium  and  iron, 
in  which  manganese  may  replace  part  of  the  ferrous  iron.  For 
H20-2CaO-4FeOFe203 -48102  there  would  be  Si02  29.3,  Fe203  19.6, 
FeO  35.2,  CaO  13.7,  H2O  2.2=  100.  In  ilvaite  from  Nassau  8.66  MnO 
is  present.    Gelatinizes  with  hydrochloric  acid. 

Orthorhombic ;  a\h\c-^ 0.6665 : 1 : 0.4427. 

Euhedral  crystals  prismatic  parallel  to  c  axis,  and  with  the  prism 
faces  striated.  Forms  6(010),  m(llO),  s(120),  o(lll),  r(lOl)  (Fig.  1), 
and  others.  Anhedral  crystals  in  prismatic  aggregates,  or  irregularly 
shaped. 


ILVAITE. 
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Cleavage  parallel  to  (010)  and  (001)  rather  distinct;  parallel  to 
(100)  indistinct;  parallel  to  (110)  and  (101)  imperfect.  Fracture 
uneven.    H.==  5.5-6.    Sp.  gr.  =  3.99-4.05. 


^B^ 


m 


m 


Fig.  1. 


Fig.  2. 


Optical  Properties. — Optically  positive  (+) ;  plane  of  the  optic 
axes  parallel  to  (100) ;  acute  bisectrix  Z  normal  to  (001) .  X  ||  6,  Y  ||  a, 
Z II  c  (Fig.  2).  Angle  between  the  optic  axes,  2V,  large  on  ilvaite  from 
Greenland,  Lorenzen.  2J^=60°  approx.  Algeria.  Refraction  high, 
;?=  1.89,  Wiilfing. 

Color. — Iron-black,  dark  grayish  black.  Streak  black  inclining  to 
green  or  brown.  In  very  thin  portions  transparent  with  brown  or 
green  colors.  Pleochroism  distinct:  X  brownish  yellow,  Y  brown, 
Z  green.  Z>Y>X.  Z  and  Y  almost  completely  absorbed.  Accord- 
ing to  Boggild,  ilvaite  is  pleochroic  in  reflected  light:  X  and  Y 
brownish,  Z  greenish.    Luster  submetallic. 

Occurrence. — Ilvaite  occurs  in  dolomite  with  pyroxene  on  Elba; 
in  Devonian  shales  altered  in  contact  with  diabase  in  Nassau;  in 
limestone  with  actinolite  in  Tuscany,  and  elsewhere  in  metamorphosed 
sedimentary  rocks.  It  also  occurs  as  an  alteration-product  of  arfved- 
sonite  and  segirite  in  granite,  syenite,  and  nephelite-syenite  in  Green- 
land and  in  other  localities.  Reported  to  have  been  found  at  Cum- 
berland, R.  I.,  in  quartz  with  magnetite  and  hornblende,  and  at 
Somerville,  Mass. 

The  wool-like  fibrous  mineral  breislakite,  found  at  Vesuvius  and 
Capo  di  Bove,  is  referred  to  ilvaite  by  Weinschenk. 
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BERTRANDITE. 

HsGUSizOfl. 

Compo8Uion.—H20.4G10 -28102=8102  50.3,  GIO  42.1,  HjO  7.6. 
Insoluble  in  acid. 

OrthorhombiCy  p3rramidal  class ;  a:b:c  =  0 .56885 : 1 : 0.5973 . 
Euhedral  crsytals  often  tabular  parallel  to  c(001).  Fig.  1;  also 
parallel  to  6(010).     Sometimes  sphenoidal  with  respect  to  the  c 


m 


Fig.  1.  Fig.  2. 

axis,  Fig.  2.  a(lOO),  6(010),  c(OOl),  m{nO),  /(130),  d(102),  iy(021), 
e(031). 

Twinning  plane  (Oil),  resulting  in  heart-shaped  twins  with  axes 
at  about  60°  and  120°.     Twinning  plane  also  (001). 

Cleavage  parallel  to  (110)  perfect;  also  parallel  to  (010)  and 
(001),  but  these  possibly  due  to  lamellar  structure.  H.  =  6-7. 
Sp.gr.  =  2.59-2.60. 

Optical  Properties. — Biaxial,  optically  negative  (  — ).  Axial 
plane  parallel  to  (010).  Acute  bisetrix  X  normal  to  (100).  Dis- 
persion p<u, 

Nantes  2Ha,r  =  82*'  2Ho.y=118*'  2F,r=»74°  51' 30"  ^=1.569  Bertrand 
Mt.  Antero  2Ko.y  =  101*»  10'    0?=1.569)  2Fo.|f«108°^2'  27^^  =  71**  18'  Penfield 

Colorless  to  yellowish.     Luster  vitreous;  pearly  on  (001). 

Occurrence. — Bertrandite  occurs  in  granite  pegmatite.  On  Mt. 
Antero,  Colo.,  it  is  associated  with  phenacite  and  beryl.  At  Stone- 
ham,  Me.,  it  occurs  with  herderite;  at  Pisek,  Bohemia,  with  beryl 
and  tourmaline;  in  pegmatite  in  gneiss  at  Petit-Port,  and  at  Barbin, 
near  Nantes,  France. 


CAL.\MIx\E. 
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CALAMINE. 
HzZnaSiOs. 

Composition. — ^Probably  (ZnOH)  28103,  basic  metasilicate  of 
zinc.  H2O .  2ZnO  •  Si02  =  SiOg  25.0,  ZnO  67.5,  H2O  7.5.  Gelatinizes 
with  acids. 

Orthorhombic,  p3rramidal  class ;  a:b:c= 0.78340 : 1 : 0.47882. 
Euhedral  crystals  commonly  terminated  at  upper  (+)  end  of  c  axis 
by  c(001)  and  sphenoids  <(301),  e(011),  i(031);  the  lower  (-)  end 
being  terminated   by   a  pyramid   v{12l),   Fig.    1.     Often  tabular 


Fig.  1. 


Fig.  2. 


parallel  to  6(010),  Fig.  2;  sometimes  prismatic;  second  pinacoid 
(010)  striated  parallel  to  c  axis.  Crystals  often  clustered  in  sheaf- 
like groups.    Also  anhedral. 

Twinning  plane  parallel  to  (100);  contact  twins  on  (001)  at 
antilogous  (— )  end  of  c  axis. 

Cleavage  perfect  parallel  to  m(llO);  less  so  parallel  to  (101); 
in  traces  parallel  to  c(001).  Fracture  uneven  to  subconchoidal. 
H.  =  4.5-5.     Sp.  gr.  3.40-3.50. 

Optical  Properties. — Biaxial;  optically  positive  (-f).  Axial 
plane  parallel  to  (100).     X||6,  Y\\a,  Z\\c. 


rtr  =  1.61069  /9r  =  1.61416  ror  =  1.63244  2Fr  =  47°30'  2^r  =  81°07' 
ay  =1.61358  /?y=l. 61696  ry  =  1.6359?  2 Fy  =  46°  09'  2Ep^78^  39' 
a^  =  l. 61706     /?(^  =  1. 62020     r(F"-l-639l6     2 TV  =  44°  42'     2^(^  =  76°  31' 

Double   refraction   strong,    7'— a  =  0.02239;    dispersion   strong, 
p>v,  (Lang). 

Color  white,  sometimes  bluish  or  greenish;  yellowish  to  brown. 
In  thin   section   colorless.     Luster   vitreous;     (001)    subpearly. 
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sometimes  adamantine.    Strongly  pyroelectric,  the  more  highly 
modified  end  of  crystal  is  the  analogous  pole. 

Occurrence. — Calamine  usually  occurs  in  limestones  or  in  calcite 
with  zinc  carbonate,  smitbsonite,  and  with  other  zinc  minerals. 
It  is  found  at  Sterling  Hill,  N.  J.,  and  in  other  localities  in  the 
United  States;  and  in  various  parts  of  Europe. 

CERITE. 
H6Ce4Si30i6.(?) 

Silica  of  the  cerium  elements  with  iron  and  calcium,  and  water. 
Formula  doubtful.  According  to  Groth  (Ca,Fe)  (CeO)  (0H)3Ce2 
(8103)3.  The  mineral  in  which  cerium  was  first  discovered.  Gelati- 
nizes with  hydrochloric  acid. 

Orthorhombic— <i  :  b  :  c  =0.9988  : 1  : 0.8127.  Euhedral  crystals 
rare;  habit  short  prismatic,  highly  modified.  Commonly  anhedral. 
Cleavage  none.  Fracture  splintery.  H.  =5.5.  Sp.  gr.  =4.86- 
4.912. 

Optical  Properties.— Optically  positive  (+),  2F=25*'±3^  mean, 
|0<v  very  strong;  a  =1.817,/?  =  1.817,  ^^  =  1.821, ;- -a  =0.004,  Larsen. 

Color  between  clove-brown  and  cherry-red,  grading  to  gray. 
Luster  dull  adamantine,  or  resinous.  Cerite  from  Riddarh3rtan, 
Sweden,  is  pleochroic  only  in  thick  sections,  a  nearly  colorless,  y  pale 
reddish,  Larsen. 

Occurrence. — Cerite  forms  a  bed  in  gneiss  at  Bastnas,  Sweden, 
and  is  associated  with  mica,  hornblende,  allanite,  and  chalcop3rrite. 
It  resembles  reddish  corundum,  but  differs  from  it  in  hardness. 

TOURMALINE. 

ReSiOs. 

Chemical  Composition. — A  complex  silicate  of  aluminium  and 
boron,  with  magnesium,  iron,  or  the  alkalies  prominent.    Formula 


n  III 


imcertain;   possibly  R6Si06=R3Si06  =  R2Si05,  in  which  R=Na,  Li, 

Ti  nx 

K,  H;  R=Mg,  Fe,  Ca;  R=A1,  B,  Cr,  Fe.    Or  it  may  be  a  mixture 
of  the  molecules: 

12Si02 :  3B2O3  •  8AI2O3 .  2Na20  •  4H2O, 
12Si02  •  3B2O3  •  5AI2O3  •  12MgO  •  3H2O. 

The  various  tourmalines  differ  in  the  proportions  of  the  con- 
stituents, and  may  be  classed  as  alkali-tourmalines,  iron-tourma- 
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TOl'RMALINE. 


lines,  magnesium-tourmaUnes,  also  chromium-tourmaline.  The  com- 
position of  a  few  of  them  is  shown  in  the  analyses. 

Alteration. — Not  decomposed  by  acids.  Alteration  to  mica, 
muscovite,  lepidolite,  and  biotite,  also  to  chlorite,  has  been  described. 
In  rock  sections  it  apppears  unaltered. 

Trigonal;    di trigonal-pyramidal  class.    c^O.44767. 


Fid.  2. 


Fio.  4. 


Euhedral  crystals  commonly  prismatic,  often  slender  to  acicular, 
also  short  and  thick,  rarely  flattened.  The  planes  developed  are 
usually  a(ll20),  m(lOTO)  with  A(4l50)  subordinate;  and  r(lOll), 
o(025l),  sometimes  x(r2^2),  c(OOOi),  and  other  forms,  Figs.  1,  2,  3, 
and  4.  Prismatic  faces  often  striated  parallel  to  the  c  axis.  Anhe- 
dral  crystals  usually  prismatic  or  irregularly  shaped,  often  in  radiating 
groups.  Cross  sections  of  prisms  characteristically  trigonal,  three- 
sided  or  nine-sided,  more  or  less  rounded. 

Cleavage  not  noticeable,  or  difficult  parallel  to  {ll30)  and  (lOll). 
Fracture  subconchoidal  to  uneven.     H.  =  7-7.5.    Sp.  gr.  =  2.98-3.20. 

Optical  Properties. — Optically  negative  (-).  Sometimes  anoma- 
lously biaxial,  from  molecular  strain,  probably  the  result  of  pressure. 
Refraction  and  double  refraction  moderate,  varying  with  the  com- 
position. According  to  Wiilfing  the  lithium-tourmalines  have  the 
lowest  refraction,  with  intermediate  double  refraction;  the  mag- 
nesium-tourmalines have  intermediate  refraction  and  the  lowest 
double  refraction;  the  iron-tourmalines  the  highest  refraction,  and 
double  refraction. 
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Wj                                             iy 

w—e 

Elba 

colorless 

1.6397         1.6208 

0.0189 

M  iklucho-Maclay 

ti 

it 

1.6386         1.6202 

0.0184 

Zimanyi 

ti 

tt 

1.6424         1.6223 

0.0201 

Willfing 

Haddam 

green 

1.6401         1.6220 

0.0181 

(< 

Brazil 

dark  green 

1.6424         1.6222 

0.0202 

Zimanyi 

Ural 

blue 

1.6530         1.6312 

0.0218 

Schwebel 

Tyrol 

black 

1.6429         1.6195 

0.0234 

Zimanyi 

Syseert 

(chromium) 

1.6870*       1.6412 

0.0458 

Arzruni 

*Approx. 

Color. — Black,  brownish  black,  bluish  black;  also  blue,  green,  red, 
rarely  white  or  colorless.  In  thin  section  lighter  shades  of  the  colors 
named,  with  strong  absorption  or  pleochroism.  Colors  vary  zonally 
in  some  cases,  from  end  to  end  in  others.  The  absorption  is 
always  0>E^  though  the  pleochroism  in  different  varieties  varies 
greatly. 


Brown  variety  0  dark  brown 

Green  variety  O  dark  green 

Blue  variety  0  blue  in  various  tones 

Chromium-tourmaline  O  green  to  blue-green 


E  light  yellow 

E  reddish  violet  to  brownish 

E  pale  reddish  violet 

E  yellow 


Luster  vitreous  to  resinous. 

Occurrence. — ^Tourmaline  is  of  wide-spread  occurrence  in  crystal- 
line schists  and  in  the  more  siliceous  igneous  rocks,  especially  in 
pegmatites  and  in  the  vicinity  of  veins.  It  is  found  in  gneiss,  mica- 
schists,  granulites,  and  similar  rocks,  as  well  as  in  phyllites  and  clay- 
slates.  It  is  common  in  zones  of  contact  metamorphism  occurring 
in  the  most  varied  kinds  of  rocks,  resulting  from  impregnations  by 
vapors  from  intruded  igneous  magmas,  especially  the  more  siliceous 
and  alkalic,  but  also  basaltic,  such  as  the  traps  of  New  Jersey  and 
elsewhere. 

It  frequently  replaces  mica  and  feldspars  in  granites  sub- 
jected to  gaseous  exhalations  along  fissures  or  veins,  as  in  greissen 
and  tourmaline-granite,  luxullianite,  in  Cornwall,  and  many  other 
localities. 

It  also  occurs  as  a  pyrogenetic  mineral  in  igneous  rocks,  par- 
ticularly granites,  pegmatites,  and  to  a  less  extent  in  the  correspond- 
ing porphyries  and  occasionally  in  lavas. 

Resemblances. — Tourmaline  is  well  characterized  by  the  com- 
bination of  its  refraction,  double  refraction,  pleochroism,  uniaxial 
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character,  and  lack  of  cleavage.    WTien  colorless  it  is  like  apatite 
in  refraction,  but  has  much  stronger  double  refraction. 


DATOLITE. 
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Fig.  1. 


HCaBSiOs. 

Chemical  Composition. — A  basic  orthosilicate  of  calcium  and 
boron,  HaO^CaOBzOs^SiOz,  yielding  SiOg  37.6,  B2O5  21.8,  CaO 
35.0,  H2O  5.6  =  100.    Gelatinizes  with  hydrochloric  acid. 

Monoclinic;  a:6:c=0.63446:l:1.26574,  /?=89°  51J'.  Euhedral 
crystals  commonly  nearly  equidimensional  with  numerous  faces, 
habit  not  characteristic.  Anhedral  crystals  in 
irregularly  shaped  grains,  also  in  botryoidal  and 
globular  aggregations  with  prismatic  or  radially 
fibrous  structure. 

Cleavage  not  observed.    Fracture  conchoidal 
to  uneven.    H.  =  5-5.5.    Sp.  gr.  =  2.9-3.0. 

Optical  Properties. — Optically  negative   (— ); 
plane  of  the  optic  axes  parallel  to  (010);   acute 
bisectrix  X  nearly  normal  to  (100).     Inclination 
of  Z  to  c  axis=l®-4®  in  the  acute  angle  P;  from 
(f  51'-4®  46'  on  crystals  from  Bergen  Hill.    Angle 
between  the  optic  axes  large;    dispersion  weak  and  inclined;  p>v. 
27^=74^22',    Andreasberg,    Des    Cloizeaux;     74°  8',    Bergen    Hill, 
Brugnatelli.    Refraction  moderate,  double  refraction  strong. 
Andreasberg,  ay=  1.6260, /?y=  1.6535,  7-^=1.6700,  /'-«  =  0.0440, 

Des  Cloizeaux. 
Bergen  Hill,        =1.6246,     =1.6527,     =1.6694,  =0.0448, 

Brugnatelli. 

Color. — Colorless,  white,  sometimes  grayish,  greenish  yellow,  red, 
or  amethystine;  rarely  dirty  olive-green  or  honey-yellow.  In  thin 
section  colorless. 

Occurrence. — Datolite  occurs  as  a  secondary  mineral  in  cavities 
and  cracks  in  basic  igneous  rock,  basalts,  gabbros,  etc.,  and  also  in 
gneiss  and  amphibolite.  It  is  found  associated  with  zeolites,  preh- 
nite,  calcite,  and  other  minerals  in  trap  at  various  localities  in  Scot- 
land, Germany,  and  the  United  States.  It  also  occurs  to  some  extent 
in  zones  of  contact  metamorphism,  as  in  graptolite-schist  in  contact 
with  diabase  near  Listitz,  where  it  forms  a  porcelain-like  adinole; 
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also  as  a  contact  product  in  Dartmoor  Forest,  Devonshire,  forming  a 
gamet-datolite-homfels. 

Resemblances. — Datolite  resembles  topaz,  andalusite,  monti- 
cellite,  and  wollastonite  in  refraction,  but  differs  from  them  in  its 
strong  double  refraction.  It  is  also  similar  to  prehnite  in  refraction, 
but  has  a  still  higher  double  refraction. 


HOMILITE. 
(Ca,Fe)3B2Si20io. 

Composition.— (Ca,Fe)3(BO)2(Si04)2.  When  Ca:Fe  =  2:l  the 
composition  is  2CaO.FeO.B203-2Si02=Si02  32.1,  B2O3  18.7,  FeO 
19.3,  GaO  29.9.  There  may  also  be  some  aluminium,  cerium,  and 
sodium.    Decomposed  by  hydrochloric  acid  with  gelatinization. 

Monoclinic.—a:6:c=0.6249: 1:1.2824;  ^=89°  21' 30".  Euhedral 
crystals  often  tabular  parallel  to  c(OOl),  Fig.  1;  also  a(lOO)  promi- 
nent, Fig.  2,  approaching  orthorhombic  appearance  because  /?  is 
nearly  90°.    With  development  of  m(llO)  and  Af(012),  Fig.  3,  the 
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Fig.  2. 


Fig.  3. 


habit  becomes  tetrahedral.  a(lOO),  6(010),  c(001),  m(llO),  3f(012), 
J(112),a(Ill). 

Twinning  takes  place  according  to  four  different  methods:  1. 
Twinning  plane  is  c(OOl),  twins  in  contact  on  c(OOl);  2.  Twinning 
and  composition  plane  a(lOO);  3.  Cruciform  twins  with  twinning 
plane  y(034);  4.  Possibly  rT(021)  as  twinning  plane. 

Cleavage  indistinct.  Fracture  subconchoidal.  H.=5.  Sp.gr. 
=3.34-3.38. 

Optical  Properties. — Biaxial;  optically  positive  (+);  axial 
plane  normal  to  (010)  X,  the  obtuse  bisectrix  nearfy  normal  to 
(100).  Y  almost  parallel  to  axis  c.  Distinct  horizontal  dispersion, 
p>v, 

2H^w-91M2'    2Ho.r-125°33'     2 TV  =  79°  59'.    Brfigger. 

Langesund,  ««=  1.716,  ^=1.725,  7=1738,  7-a=0.023,  Larsen. 
Amo,  Norway,  isotropic,  n=  1.640,  Larsen. 
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Some  crystals  of  homilite  are  doubly  refracting  throughout, 
others  have  an  outer  shell  of  singly  refracting  substance,  while 
others  are  wholly  isotropic.  In  some  the  central  core  is  green, 
the  outer  shell  yellowish.  Some  exhibit  zonal  structure  with 
variable  orientation  of  the  bisectrices  in  the  plane  of  symmetry. 
The  zonal  structure  is  in  some  instances  primary,  in  others  a  result 
of  alteration;  the  end  result  being  isotropism,  probably  due  to  an 
amorphous  condition.  A  similar  optical  change  takes  place  in  allanite, 
gadolinite,  melanocerite,  caryocerite,  and  other  cerium-minerals. 

Color. — Black,  and  blackish  brown.  In  thin  section  distinctly 
pleochroic:  X,  bluish  green;  Z,  deep  smoky  gray,  or  brownish 
yellow;  F,  deep  brownish  red.  Absorption  Y>X>Z.  Luster 
resinous  to  vitreous. 

Occurrence. — Homilite  occurs  in  veins  in  nephclite-syenite  on 
StokO,  Store-Ar6,  and  Ovre-Aro  in  Langesundfjord,  with  meliphanite, 
segirite,  titanite,  zircon,  and  other  minerals.  The  mineral  called 
erdmannite,  according  to  Brogger,  is  heterogeneous,  and  consists  of  a 
mineral  of  the  melanocerite  group  with  another  which  is  probably 
homilite,  or  a  closely  related  mineral. 

GADOLINITE. 
GlgFeYgSiaOio. 

Composition. — Basic  orthosilicate,  Gl2Fe(Y0)2(Si04)2,  or  2G10. 
Fe0.2Y2Q3-2Si02  =  Si02  23.9,  Y2O3  (mol.  wt.  260)  51.8,  FeO  14.3, 
GIO  10.0.  The  yttrium  earths  in  gadolinite  include  erbium,  yttei- 
bium  and  scandiiun.    There  are  also  cerium,  lanthanum,  and  didy- 

mium.   Of  the  accompanying  anal- 
yses:   I.    Hittero,  sp.  gr.  4.509; 

SiO,      24.28  24.35    23.79    21.86      H.   Ytterby,  4.242;  are  by  Peters- 
ThO,        0.39    0.30      0.58      0.81  ttt     ti         no.  >.  oo.^ 

YA  \Aa  ^1  A.  QA    ai  r,.    12.63     son;  III.  Llano  Co.,  Texas,  4.239; 
ErA)^»-^^^f-^    ^^-^^    15.80     IV.   Douglas  Co.,  Colo.,  4.59,  are 

CeA        1-21     1.65      2.62      6.87       u     t?  1  • 

Di  o  1  "^y  Eakms. 

i/c\    \    4.26    3.06       5.22     19.10  t\  ^^  j      -xi.  1.    j       1.1     • 

La,ya  J  Decomposed  with  hydrochloric 

AlA        —       0.58      —  0.54  .,    „-4.u         1  i.-   •     X-  Aix 

FeA      0.84    1.45      0.96     3.59      ^^^^   ^ith   gelatimzation.     Alters 

FeO      11.16  11.14    12. 42    11. 36     on  surface  to  brownish  red  mineral 

MnO        0.19    0.25      —  0.11  ..,  ,      .  -  ^, 

GIO        9.65  10.17    11.33      5.46      ^^^   ^axy  luster,   further  to   a 

CaO        0.64    0.30     0.74     0.63     yellowish  brown  earthy  ochre-like 

Na,0        0.17    0.17        tr.        0.52      \^^   ^_    ,  ,    .         ^    .         ... 

PO  *       —       —       0.05       —       ^^  powdery  substance,  m  which 
H,0        0.54    0.52      1.03     0.74     the  ferrous  iron  has  become  ferric 

99.84  99.90  100.29  100.02     ^^^^  ^^^  **^®  Composition  further 

modified. 
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Monoclinic— a:6:c=0.62726: 1 : 1.32150;  ^=89°  2&  30''.    Euhe- 
dral  crystals  rough,  usually  prismatic,  with  basal  plane  c(OOl). 
Also  as  shown  in  the  figure;  sometimes  acutely 
terminated  by    pyramids.       c(OOl),  6(010),  ^^ — ~ — r^^p>^ 

m(llO),  Z(120),  ti?(012),  g(011),/(T21).     Also        // 
anhedral.     Twinning  lamelse  sometimes  de-  '  q^\ 
veloped  upon  heating.  \    '\, 

Cleavage  none;    fracture    conchoidal  or        Vd^ 

splintery.      H.  =  6.5-7.      Sp.  gr.=  4.36-4.47 
(anisotropic),  4.24^.29  (isotropic). 

Optical  Properties. — Biaxial  and  optically  positive  ( +)  in  normal 
crystals.  Axial  plane  parallel  to  (010).  X  nearly  perpendicular 
to  (100)  as  in  datolite  and  homilite.  ZAc=+4°,  also  +7°  30' 
to  9*^  in  green  varieties,  and  12®  to  13®  in  brown  ones. 

2Ha.r  - 106**  6'      2Ha.v  - 107°  18'      2Ha.bl = 109*»  27'  Des  Cloiaeaux  ' 
2//a7='105°  2^o.»  =  118**20'  2Fy=  86*^  28' Eichstadt 

Hackberry,  Aria.,  «=  1.780,  7=1785,  7-«=0.005. 
Barringer  Hill,  Texas,  n=  1.780,  Larsen. 

Double  refraction  strong  in  normal  crystals,  but  variable  and 
often  zero,  or  isotropic.  The  isotropic  mineral  is  an  amorphous 
condition  of  the  substance,  since  it  possesses  the  same  composition 
as  the  anisotropic  form.  Occasionally  both  conditions  occur  in  the 
same  mass,  or  crystal.  The  isotropic  may  be  changed  into  the  aniso- 
tropic by  heating. 

Color,  black,  greenish  black,  brown.  In  thin  section  grass-green 
to  olive-green;  pleochroism  weak  in  green  varieties,  stronger  in 
brown  ones.     Luster  vitreous  to  greasy. 

Occurrence. — Gadolinite  occurs  in  granitic  pegmatite  with 
allanite  and  other  minerals  containing  the  rare  earths  and  fluorine. 
In  Llano  Co.,  Texas,  in  a  granite  pegmatite  there  are  crystals  and 
rounded  masses,  some  weighing  40  or  60  poimds.  It  is  associated 
with  allanite,  yttrialite,  uraninite  (nivenite),  gummite,  cyrtolite, 
molybdenite,  and  other  minerals.  It  occurs  in  granite  pegmatite 
with  allanite,  topaz,  cassiterite,  and  fluorite,  at  Devil's  Head  Moun- 
tain, Douglas  Co.,  Colo.  In  granite  veins,  on  Hittero,  Fleckefjord, 
Norway;  near  Falun,  and  at  Ytterby,  Sweden;  in  the  Riesengebirge, 
Silesia;  Newcastle,  Moume  Mountains,  Ireland,  and  in  granite  of 
Cooglegong  tin  fields.  Western  Australia. 
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YTTRIALTTE. 

R2O8 -28102. 

Silicate  of  3rttriiun  metals  and  thorium,  with  small  amoimts  of 
other  rare  elepients!  Si02  29.17,  Th02  12.00,  Y2O3  46.50,  Ce2Q3 
1.86,  (La,Di)208  2.94,  UO3  0.83,  AI2O3  0.55,  FeO  2.89,  MnO  0.77, 
CaO  0.60,  PbO  0.85,  ign.  0.79=99.75.  Soluble  in  hydrochloric 
acid. 

Amorphous,  massive;  fracture  conchoidal  and  splintery.  H.= 
5-5.5.     Sp.  gr.= 4.575. 

Color  olive-green  on  fresh  surface;  orange-yellow  on  surface, 
due  to  alteration.  Translucent.  Luster  vitreous  to  greasy.  In 
thin  section  very  pale  green  and  isotropic  n  =  1.758,  Larsen. 

Occurrence. — ^Associated  with  gadolinite  in  Llano  Co.,  Texas. 
Masses  occasionally  10  pounds  in  weight.  The  orange-yellow  altered 
surface  distinguishes  it  from  gadolinite,  which  is  altered  to  brick-red. 

AXINITE. 

Ca7Al4B2(Si04)8. 

Chemical  Composition. — A  borosilicate  of  calcium  and  aluminium, 
in  which  calcium  may  be  replaced  in  part  by  manganese,  and  to  a 
smaller  extent  by  iron,  magnesium,  and  basic  hydrogen.  Ferric 
iron  is  also  present. 

Qp.gr.     SiOs     B^    AlsO,    Fe^s    FeO    MnO     MgO     CkO 
Bourg d'Oieans         —     41.63  4.62  17.90  3.90  4.02  3.79    0.74  21.66 

ign  2.16-100.32 

ZnO  CuO 

Franklin  Furnace  3.358  42.77  5.10  16.73  1.03  1.48  13.69  0.23  18.25  0.12 

ign0.76«100.16 

Not  decomposed  by  acids. 

TricUnic;  a:6:c=0.49211: 1:0.47970;  a:=82^54'  13",  i9=9r51' 
43",  r=131^3ri9". 

Euhedral  crystals  usually  broad  and  acute-edged,  but  varied 
in  habit.  Planes  present  in  simpler  crystals  ilf(lTO),  m(llO), 
r(lll),  s(201),  a(lOO),  a:(lll),  (Fig.  1).  Flattened  parallel  to  (ITO), 
(110)  or  (111) ;  rarely  prismatic  parallel  to  the  c  axis.  Faces  often 
striated  parallel  to  the  zone  Marrif  also  Msx.  Face  r  usually  stri- 
ated parallel  to  the  edge  rM.  Anhedral  crystals  sometimes  lamellar 
or  granular. 
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Cleavage  parallel  to  (010)  distinct;  also  parallel  to  (001)  and 
(130);  less  perfect  in  other  directions.  Fracture  conchoidal. 
H.=6.5-7.    Sp.  gr.= 3.271-3:294. 

Optical     Properties.  —  Optically    negative 
(—):    acute    bisectrix    X  nearly  normal   to 
xiXll)^  on  which  plane  the  trace  of  the  plane 
of  the  optic  axes  is  inclined  40^  to  the  edge 
(111)(1I0),  and  24^40'  to  the  edge  (lll)(lll), 
Des  Cloizeaux.    The  angle  2F  is  large,  but 
somewhat  variable  in  the  same  crystal.     Dis- 
persion pronounced,  p<v\  inclined  and  hori- 
zontal,   27,=  7P  38',   27bi=71°  49'.      2£,= 
158°  13',  2Bbi=  165**  38'.    Refraction  moderately  high;  double  refrac- 
tion low. 
a^=  1.6720,  ^^=1.6779,  7-^=1.6810,  r^ -a^= 0.0090,  Des  Qoizeaux. 
av- 1.6850,  Pr=  1.6918,  7-^=  1.6954,  /-^-a^^ 0.0104,  " 

Color. — Clove-brown,  plum-blue,  pearl-gray;  also  honey-yellow, 
greenish  yellow,  peach-blossom  red.  In  thin  section  colorless,  very 
pale  yellowish,  pale  gray-brown  or  violet.  Pleochroic  in  thick  plates, 
X  pale  olive-green  to  colorless,  Y  dark  violet-blue,  Z  cinnamon-brown. 

Occurrence. — Axinite  occurs,  in  cavities  in  some  granite  and 
diabase  and  in  zones  of  metamorphism  in  contact  with  these  rocks. 
It  is  especially  developed  in  certain  contact  rocks  in  the  Pjrrenees 
called  limurite,  which  in  the  Valley  of  Lesponne  consist  of  axinite, 
augite,  hornblende,  with  quartz,  calcite,  titanite,  and  iron  oxides. 
Similar  axinite-rocks  have  been  found  in  Tasmania  and  South  Aus- 
tralia. It  occurs  at  Franklin  Furnace,  N.  J.,  with  rhodonite,  poly- 
adelphite,  and  basite;  and  elsewhere. 

Resemblances. — Axinite  is  well  characterized  by  its  crystal  habit, 
cleavage,  and  optical  properties;  strong  refraction  and  low  double 
refraction. 

SERENDIBITE. 

(Mg,Ca,Fe)  ioB2AlioSi6040. 

Chemical  Composition.— Si02  25.33,  AI2O3  34.96,  B2O3  4.17 
(by  difference),  FeO  4.17,  MgO  14.91,  CaO  14.56,  NagO+LizO  0.51, 
K2O  0.22,  P2O5  0.48,  ign.  0.69=100..    Not  attacked  by  acids. 

Triclinic  or  Monoclinic. — In  grains  and  six-sided  plates,  elongated 
in  the  direction  of  one  pair  of  edges.  Polysynthetically  twinned, 
parallel  to  the  longer  pair  of  edges,  like  lime-soda-feldspar. 
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Cleavage  wanting.  Fracture  subconchoidal.  H.  =  7  approx. 
Sp.  gr.  =  3.42. 

Optical  Properties. — Optically  positive  (+).  In  sections  at 
right  angles  to  the  twinning  plane,  wuth  symmetrical  extinction 
angles  in  the  twinned  lamellse  of  35^-40®,  the  acute  bisectrix  Z  Is 
allmost  normal  to  the  section.  The  angle  2V  is  large  (CoomAras- 
wdmy).     Refraction  about  1.7;   double  refraction  weak. 

Color. — Blue,  from  light  azure-blue  to  deep  indigo-blue;  strongly 
pleochroic  between  pale  yellowish  green  to  colorless  and  azure-blue, 
or  between  brownish  yellow  and  deep  indigo-blue. 

Occurrence. — Serendibite  occurs  with  diopside,  green  spinel,  and 
occasionally  small  amounts  of  scapolite  and  lime-fioda-feldspar  in  a 
layer  1.25-2.5  cm.  thick,  together  with  a  layer  of  diopside  between 
granulite  and  crystalline  limestone  at  the  moonstone  quarries  near 
Gangapitiya,  twelve  miles  east  of  Kandy,  Ceylon. 

Resemblances. — Serendibite  is  distinguished  from  other  blue 
minerals  of  like  refraction  and  double  refraction  by  its  polysynthetic 
twinning. 

HELVITE— DANALITE. 

Helvite,     (Mn  ,Fe)  2  (MnS)  Bes  (SiO  4)  3. 
Danalpte,  (Fe,Zn,Mn)2((Zn,Fe)2S)Be3 (8104)3. 

HELVITE. 

Chemical  Composition. — Formula  as  given  above.  According  to 
the  proportions  of  Mn  and  Fe  there  is  a  difference  in  color  and  other 
properties. 

Ilmen  Mountains  near  Miask,  dark  reddish  brown,  Sp.  gr.  3.33. 

SiO,  32.49,  BeO  13.62,  MnO  35.41,  FeO  16.12,  S  5.77,  Al/).  0.77-103.08. 

Amelia  Court-house,  Va.,  sulphur-yellow,  Sp.  gr.  3.25. 

SiOj  31.42,  BeO  10.97,  MnO  40.56,  FeO  2.99,  Mn  8.69,  S  4.90,  Al^O,  0.36-99.79. 

Decomposed  by  hydrochloric  acid  with  evolution  of  hydrogen 
sulphide  and  separation  of  gelatinous  silica. 

Isometric  System. — Hextetrahedral.  Common  forms  tetrahe- 
drons, rarely  rhombohedrons,  other  forms  subordinate;  also  in  spherical 

masses. 

Cleavage. — Octahedral  in  traces.  Fracture  imeven  to  conchoidal. 
H. = ft-6.5.    Sp.  gr.  3. 16-3.36  according  to  composition.    Pyroelectric* 
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Optical  Properties. — Isotropic.  n=  1.739,  Langesund  fjord,  L^vy 
and  Lacroix,  about  the  same  as  grossularite  garnet.  Color:  honey- 
yellow,  yellowish  brown,  siskin-green,  reddish  brown.  In  thin  section 
yellow  to  colorless. 

Modes  of  Occtirrence. — Helvite  occurs  in  augite-syenite  pegma- 
tite in  Norway  and  in  granite  pegmatites  in  the  Urals  and  in  Vir- 
ginia, and  in  gneiss  in  Saxony. 

DANALITE. 

Chemical  Composition. — Formula  as  given  above.  Danalite  from 
Rockport,  Mass:  SiOg  31.73,  FeO  27.40,  MnO  6.28,  ZnO  17.51, 
BeO  13.83,  S  5.48=102.23  less  (0=S)  2.74=99.49.  Decomposed 
by  hydrochloric  acid  with  evolution  of  hydrogen  sulphide  and  sepa- 
ration of  gelatinous  silica. 

Isometric  Sjrstem. — Crystallizes  in  octahedrons,  sometimes  with 
dodecahedral  faces,  striated  parallel  to  (110) (111).  Fractiu^e sub- 
conchoidal  to  uneven.    H.  =  5.5-6.    Sp.  gr.  =  3.427. 

Optical  Properties. — ^Isotropic.  Color  flesh-red  to  gray.  Luster 
vitreo-resinous.     In  danalite  from  Rockport,  Mass.,  n  =  1.737,  Larsen 

Mode  of  Occurrence. — Danalite  occurs  in  small  grains  disseminated 
in  the  granite  at  Rockport,  Cape  Ann,  Mass.,  also  in  the  granite 
near  Gloucester,  Mass.  It  is  associated  with  lepidolite  at  both  locali- 
ties.   It  occurs  with  magnetite  and  quartz  at  Bartlett,  N.  H. 

MELIPHANITE  (Melinophanb). 
NaCagBezFSisOio. 

Chemical  Composition. — A  fluosilicate  of  beryllium,  calcium, 
and  sodium  near  leucophanite.  Si02  46.9,  BeO  13.1,  CaO  29.1, 
NaaO  8.1,  F  5.0=  102.2,  deduct  2.2  (0=2F)  =  100.  Aluminium  may 
also  be  present.    Insoluble  in  acids. 

Tetragonal;  bisphenoidal  class.    c= 0.65843. 

Euhedral  crystals  commonly  obtuse  bipyramids  with  (111)  promi- 
nent, and  subordinate  bisphenoids;  the  low  symmetry  also  shown 
by  the  etching  figures;  also  tabular  with  (001)  prominent.  Anhe- 
dral  crystals  sometimes  composed  of  plates  or  lamellae,  probably  due 
to  polysjmthetic  twinning  on  (001). 

Cleavage  parallel  to  (001)  distinct.  H.= 5-5.5.  Sp.  gr.= 3.006- 
3.018. 

Optical  Properties. — Optically  negative  (—).    In  places  anoma- 
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LEUCOPHANITE. 


lously  biaxial.    Refraction  moderate,  double  refraction  strong.    As 
determined  by  Brogger : 


(Or 


1.6097  (red  glass),    a}j=- 1.6126, 
1.5912         ''       ,    ey  =1.5934, 
.    av-€y= 0.0192. 


a>gr=  1.6161. 
«gr=  1.5975. 


Color. — Sulphur-,  citron-,  or  honey-yellow;  also  flesh-red,  brick- 
red.  Pleochroism  noticeable  in  thick  sections.  0  honey-yellow  to 
brownish  yellow,  E  pale  greenish  yellow.    Luster  vitreous. 

Occurrence. — Meliphanite  is  found  in  the  nephelite-syenite  p^a- 
matites  of  the  islands  in  the  Langesund  f  joid  and  near  Fredriksvam, 
Norway.  It  is  not  associated  with  leucophanite,  but  appears  to 
take  its  place  in  certain  localities. 

Resemblances. — ^Meliphanite  is  somewhat  like  the  yellow  minerals 
wohlerite,  lavenite,  hiortdahlite.  It  differs  from  them  all  in  being 
imiaxial,  and  in  having  somewhat  lower  refraction  and  double  refrac- 
tion, except  in  the  case  of  hiortdahlite,  whose  double  refraction  is 
lower. 


LEUCOPHANITE. 

Na(BeF)Ca(Si03)2. 

SiOa  49.4,  BeO  10.3,  CaO  23.0,  Na20  12.8,  F  7.9=103.4,  deduct 
3.4  (O=2F)  =  100. 

Orthorhombic ;  bisphenoidal  class.  a:&:c=0.99391: 1:0.67217. 
Euhedral  crystals  rare,  usually  tabular  parallel  to  (001)  with  (110) 
and  bisphenoidal  modifications.    Occasionally  prismatic  parallel  to 

(110). 

Twinning  plane  (110).  The  crystals  sometimes  grown  together 
along  an  irregular  surface  perpendicular  to  (001),  producing  fourlings 
of  right-  and  left-handed  crystals;  also 
twins  in  which  the  composition  plane  is  (001). 

Cleavage. — Parallel  to  (001)  perfect; 
parallel  to  (100)  and  (201)  distinct,  and 
also  parallel  to  (010)  and  (021).  This 
double  cleavage  and  the  value  of  the  crystal 
axes  a  and  b  show  the  close  relation  of  the 
mineral  to  the  tetragonal  symmetry  exhib- 
ited by  the  chemically  similar  meliphanite. 
Fracture  conchoidal.  Very  brittle.  H.=4. 
Sp.  gr.  =  2.959,  Brogger. 
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Optical  Properties.— Optically  negative  ( -) ;  plane  of  the  optic 
axes  parallel  to  (100);  acute  bisectrix  X  normal  to  (001) ;  dispersion 
weak,  p>v,     2Fy=39''  2'. 

2iJr=74^24J',  2Sy=74°15',   2i?^=74^8',  Brogger. 
a  =  1 .5680,        Pr  =  1 .5909,        yr  =  1  -5948, 
aj  =  1 .5709,       pj  =  1 .5948,        fj  =  1  -5979, 

T-y -ay =0.0270. 

Indices  of  refraction  moderate,  double  refraction  strong. 

Color. — Whitish  green,  greenish  white,  deep  green  with  a  yellow 
tinge,  wine-yellow.  In  thin  section  colorless.  Luster  vitreous. 
Strongly  phosphorescent  with  a  bluish  light,  whether  heated  or 
struck. 

Occurrence. — Leucophanite  occiu^  in  pegmatite  vems  of  nephelite- 
syenite  on  Laven,  Stoko,  and  other  islands  in  the  Langesund  fjord, 
Norway.  It  is  closely  related  to  meliphanite,  occurring  in  the  same 
kind  of  rocks,  but  not  together. 

BERYL. 

Gl3Al2(Si03)6. 

Composition.— 3GIOAI2O3 -68102  =  8102  67.0,  AI2O3  19.0,  GIO 
14.0.  Also  containing  in  some  instances  sodium,  lithium,  and 
Cffisium,  replacing  glucinum;   and  sometimes  hydrogen. 

SiO,     A1,0,  Fe,0,    GIO    CsjO  K,0  Na,0  Li,0  Ign. 

Stoneham,  65.54  17.75  0.21    13.73    —      —    0.71    tr.    2.01 -100. 39«Pen- 
Me.  field  and 

Harper 

Mesa  04.98  17.86    —      13.42    —0.18    0.84  0.46  2.16"  99.90  Foid 

Gianda 

Williman-  65.72  18.40  0.386  13.08    —  0.12    0.75  0.28  2.06-100.79  Pen- 
tic  field 

Pala  und.     und.     —      und.  0.57  0.28    1.59  1.33  und.  Ford 

Madaga&-    62.79  17.73    —     11.43  1.70    —      1.60  1.68  2.65«  99.58Ford 
car 

Hebron,      62.44  17.74  0.40  11.36  3.60    —      1.13  1.60  2.03-100.30 

Me.  Wells 

a  contains  CaO  0.06;   h  Fe6  0.26,  MnO  0.12. 

Unacted  on  by  acids.    Beryl  alters  to  kaolin  and  mica. 

Hexagonal. — c= 0.498855.  Euhedral  crystals  prismatic  with 
(lOll),  (0001),  and  quite  subordinate  pyramidal  planes  of  different 
orders.  Prism  faces  often  striated  vertically,  rarely  transversely. 
Crystals  sometimes  tabular.     Often  anhedral. 
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BERYL. 


Cleavage  imperfect  parallel  to  (0001).  Fracture  conchoidal  to 
uneven.     H.  =  7.5-8.     Sp.  gr.  =  2.63-2.80,  commonly  2.69-2.70. 

Optical  Properties. — Optically  negative  (— ).  Sometimes  abnor- 
mally biaxial. 


Emerald,  Muso.  oj^  « 1 .  5S41 

«(P-- 1.5780 

a>r«1.5862  tujf^l.5S93 

£r  =  1.5791  CI/-1.5821 


Elba  ta)gr 
'ffr 


1.5771  DesCloizeaux 
1.6720 

1.5021  Dufet 
1.5848 


Double  refraction  low,  to  -£  =  0.0051  to  0.0073. 

Ford  has  shown  that  the  refraction  and  double  refraction  increase 
with  the  content  of  alkalies,  especially  of  cses'um  oxide,  as  illus- 
trated by  the  beryls  whose  analyses  have  been  already  cited.  He 
found  as  follows: 


Alkalies 
Sp.  gr. 


Mesa  Qmnda      WUlinumtio  Pala 

1.15  3.77 

2.73  2.785 

1 . 58455  1 . 59239 

1.57835  1.58488 

0.00620  0.00751 

*  Approximately. 


1.48 
2.714 
1.58157 
undetermined 


Madagascar 
4.98 
2.79 
1.59500 
1.58691  » 


Hebron 
6.33 
2.80 
1.59824 
1.59014 


0.00809 >    0.00810 


Color,  emerald  green,  pale  green,  pale  blue,  yellow,  white,  pale 
rose-red.  Luster  vitreous  to  resinous.  In  thin  section  colorless  to 
pale  green,  sometimes  pleochroic. 

Modes  of  Occurrence. — Beryl  occurs  especially  in  granite  pegmar 
tites,  but  also  in  metamorphic  rocks.  In  pegmatite  it  often  attains 
very  large  dimensions,  a  single  crystal  weighing  several  tons  at 
Grafton,  N.  H.  At  Hebron,  Me.,  cajsium  beryl  is  associated  with 
pollueite.  At  Haddam  beryl  occurs  with  chrysoberyl,  tourmaline, 
columbite,  and  other  minerals.  It  is  common  in  all  parts  of  the 
world.  Emerald  occurs  chiefly  in  mica  schists,  gneiss,  and  clay 
slate. 

Resemblances. — Beryl  is  somewhat  like  nephelite  in  optical 
characters,  having  nearly  the  same  double  refraction,  and  being 
optically  negative  (— ),  but  its  refraction  is  somewhat  higher,  about 
the  same  as  that  of  calcic  feldspar.  It  is  distinguished  from  quartz 
by  being  optically  negative,  and  by  having  slightly  higher  refraction, 
but  its  double  refraction  is  only  a  little  lower  than  that  of  quartz. 
It  is  commonly  associated  with  quartz,  but  never  with  nephelite. 


EUDIALYTE. 
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EUDIALYTE  (Euoolite). 

R,R,Zr(SiO,)7. 

I 
Chemical  Composition. —  Fonnula    as     given     above.    K=Na 

chiefly,  also  K,  H;  R=Ca  chiefly,  also  Fe,  Mn,  and  Ce(OH);  ZrOCb 
in  part  replacing  Si02.  Niobium  (tantalum)  may  be  present  in 
small  amount. 

Sp.gr.     Si02     Ta^f       ZrOj    CeiO,    FeO    MnO    CaO      Na/) 
Eudialyte,  Greenland       —    48.63    —       14.49  2.27  5.54  0.42  10.57  15.90 

CI  1.04,  ign  1.91,  MgO  0.15=  100.92 
"      Magnet  Cove  2.810  61.83  0.39?  11.45    —    4.37  0.37  14.77  13.29 

KiO0.43,Cl  1.42,  ign  1.88,  MgO  0.11  =  100.31 
Eucolite,  Barkevik       3.104  45.15  3.52  12.51  4.80  3.90  3.60  12.11     11.17 

KaO  0.11,  CI  0.55,  ign  2.11,  Y.OaO. 32=  99.85 

Gelatinizes  with  hydrochloric  acid.  Alteration  to  catapleite  has 
been  described  by  Ussing. 

Trigonal;  scalenohedral  (?)  class,  c==2.1116. 

Euhedral  crystals  often  tabular  parallel  to  c(OOOl),  or  rhombo- 
hedral  and  highly  modified  (eudialyte);  also  prismatic  with  a(llSO), 


Fig.  1. 


Fig.  2. 


and  r(lOll)  large  or  small  (eucolite),  besides  forms  c(OOOl),  e(0I12), 
and  others,  Figs.  1  and  2.  Anhedral  crystals  in  irregularly  shaped 
grains. 

Cleavage. — In  eudialyte  perfect  parallel  to  (0001) ;  parallel  to  (11§0) 
and  (1014)  difficult;  in  eucolite  most  distinct  parallel  to  (0001); 
imperfect  parallel  to  (ll50)  and  (lOlO).  Fracture  subconchoidal, 
splintery.  H.  =  &-5.5.  Sp.gr.  =  2.91-2.93  eudialyte;  3.0-3.1  euco- 
lite. 

Optical  Properties. — ^Eudialyte  is  optically  positive  (+);  eucolite 
is  optically  negative  (— ).    In  a  variety  from  Umptek  in  some  parts 


440  CATAPLEIITE. 

positive^  in  others  negative  or  zero  (Ramsay).    Refraction  moderate, 
double  refraction  very  low. 

Eudialyte,  Greenland              <Dr  « 1 .  6042  Cr  » 1 .  6060                            Wulfing 

£«>y  =1.6084  «J^  =1.6102  f-ci>=0.0018          *' 

Wgr- 1.6120  t^r- 1.6142                                      " 

'/            Umptek,Kola     a;y  =1.6104  «y  -1.6129  «~ft>-0.0025  Ramsay 

"           Lujaur  Mt.,         wr  =1.6018  «r  =wr 

Kola     toj  =1.6057  «p  =a^r  e—w—O            Ramsay 

a;gr=  1.6094  «r  =^r 

Eucolite,  Langesund                  w  =  1 . 6205  e=1.6178  6;-e=0. 0027  BrOgger 

Anomalously  biaxial  in  crystals  from  Greenland,  Kola,  and  Mag- 
net Cove,  the  axial  angle  in  air  2E  reaching  50°  in  some  instances. 
Hour-glass  structure  with  differences  in  the  double  refraction  is 
developed  in  some  crystals  from  the  Kola  peninsula. 

Color. — Rose-red,  bluish  red,  brownish  red,  chestnut-brown.  In 
thin  section  colorless,  yellowish,  rose,  to  light  red.  Sometimes  zonally 
distributed.  Pleochroism  weak,  scarcely  perceptible  in  thin  section. 
Absorption  0>E,    Luster  vitreous. 

Occurrence. — Eudialyte  and  eucolite  are  developed  in  nephelite- 
syenite,  and  in  pegmatites  of  this  rock  and  in  its  porphyry  forms. 
Eudialyte  occurs  at  Kangerdluarsuk,  Greenland;  at  Umptek  and 
Lujaur  on  the  Kola  peninsula,  Finland;  also  at  Magnet  Cove,  Ark.^ 
with  eucolite,  which  occurs  in  the  nephelite-syenites  in  the  Langesimd 
fjord,  Norway.  A  eudialyte-like  mineral  also  occurs  in  nephelite 
rocks  on  Madagascar  and  in  Tasmania. 

Resemblances. — Eudialyte  and  eucolite  are  somewhat  like  apa- 
tite and  melilite  in  refraction  and  double  refraction.  The  character- 
istic blue  interference  color  of  melilite  is  distinctive  of  that  mineral. 
They  are  distinguished  from  apatite  by  the  cleavage,  and  the  habit 
of  euhedral  crystals,  and  eudialyte  is  further  distinguished  by  its 
optical  character. 

CATAPLEIITE. 

H4(Na2,Ca)ZrSi30ii. 

Compositioii.— As  above  or  H2(Na2,Ca)(Zr(OH)2)  (8103)3,  when 
calcium  is  absent,  Si02  46.1,  Zr02  28.8,  Na20  15.9,  H2O  9.2.  Ordi- 
nary catapleiite  contains  both  sodium  and  calcium,  but  soda- 
catapleiite  contains  little  or  no  calcium.  Easily  soluble  in  hydro- 
chloric acid  without  gelatinizing.  Catapleiite  is  found  altered  to 
zircon. 
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Hexagonal,  possibly  rhombohedral,  at  140^,  but  at  ordinary 
temperatures  it  id  monoclinic,  and  pseudohexagonal.  c=»  1.3629. 
For  monoclinic  forms  a :6:c=  1.7356: 1:1.3636.  ^9=89*"  48'  30. 
According  to  Brogger,  the  original  form  has  rhombohedral  symmetry, 
but  becomes  monoclinic  upon  cooling. 

Euhedral  crystals  usually  thin,  tabular,  and  hexagonal,  with 
(0001)  well  developed,  and  subordinate  prism  and  pyramidal  faces. 

Twinning  common  in  several  positions.  1.  Twinning  plane 
(lOll)  with  an  angle  of  64°  52'  between  (0001)  and  (0001)';  2. 
Twinning  plane  (3052)  with  (0001)  A  (0001)' =45°  55';  3.  Twinning 
plane  (3382);  4.  Twinning  plane  (lOlO),  5.  Twinning  plane  (0001). 

Cleavage  perfect  parallel  to  (lOlO) ;  imperfect  parallel  to  (lOll) 
and  (10l2).     Fracture  conchoidal.     H.  =  6.     Sp.gr.  =  2.8. 

Optical  Properties. — Uniaxial  above  140°,  optically  positive  (+). 
Sections  parallel  to  (0001)  between  crossed  nicols  at  ordinary 
temperatures  show  the  crystal  as  trillings  with  the  prism  face  as 
twinning  plane.  Sometimes  more  complex.  Plane  of  the  optic 
axes  is  normal  to  the  prism  (lOlO).    Axial  angle  about  60°. 

€=1.629         ft>  =  1.579         e-o>=0.030  L^vyand  Lacroix 

Color,  reddish,  light  yellow  to  yellowish  brown  in  ordinary 
catapleiite;  grayish  blue,  violet  or  white  in  soda-catapleiite.  Luster 
dull,  weakly  vitreous  on  fracture.  In  thin  sections  colorless  to 
yellowish. 

Mode  of  Occurrence. — Catapleiite  occurs  in  nephelitensyenite 
pegmatite  on  Laven,  Langesundfjord,  with  zircon,  leucophanite, 
mosandrite  and  tritomite.  Soda-catapleiite  occurs  similarly  on 
Lille  Ar6,  with  sodalite,  lavenite,  eucolite,  astrophyllite,  and  other 
mmerals  found  in  these  pegmatites;  also  in  nephelite-syenite  in 
Greenland. 

Resemblances. — Catapleiite  resembles  tridymite  in  habit  and 
twinning,  but  differs  from  it  in  its  mode  of  occurrence. 
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MELANOCERITE  GROUP. 

CAPPELENITE. 
RSiOa-YBOa  or  3BaSi03-2Y2(Si03)3-5YB03. 

MELANOCERITE. 
12(H2,Ca)Si03 .3(Y,Ce)B03  •  2H2(Th,Ce)02F2  -  8(Ce,La,Di)0F. 

CARYOCERITE. 
6(H2,Ca)Si03-2(Ce,Di,Y)B03-3H2(Ce,Th)02F2-2LaOF. 

TRITOMITE. 

2(H2,Na2,Ca)Si03-  (Ce,I^,Di,\lB03  H2(Ce,Th)02F2. 

Composition. — ^The  minerals  of  this  group  are  complex  salts 
of  the  rare  earths,  with  silica  and  boron  in  cappelenite,  and  with 

silica  and  fluorine  chiefly  in  the 

SiO,      14.21    13.07    12.97    13.54      Other  three. 

ZrO,       —        0.46     0.47     1.09  Cappelemte    (anal.    1)    is   a 

Tha       0.80     1.66    13.64     9.51      boro-silicate     of    >^trium    and 

FjOj*      —         1.29     o!86     —         barium    with    lanthanum    and 

small   amounts   of  cerium   and 


c6, 

CeO 


B,o!  17^16  3^19  4!  70  7^31  thalium,    besides    calcium,    so- 

^^*  ""  S*S  ?tl  Tko  dium,    and    potassium.     It    is 

Fe,0,  —  2.09  1.36  3.o2  '  '^    . 

Mn,0,  —  1.22  0.66  —  easily    soluble    m    hydrochloric 


1. 

2. 

3. 

4. 

14.21 

13.07 

12.97 

13.54 

— 

0.46 

0.47 

1.09 

0.80 

1.66 

13.64 

9.51 

^— 

3.65 

3.11 

1.15 

— ■ 

1.29 

0.86 

— 

— 

1.75 

0.35 

— 

1.29 

3.68 

5.89 

11.69 

17.16 

3.19 

4.70 

7.31 

— 

0.83 

0.87 

— . 

2.09 

1.36 

3.52 

—— 

1.22 

0.66 

— i- 

20.76 

14.83 

10.65 

2.97 

12.94 

14.34 

16.31 

7.67 

6.75 

5.57 

52.62 

9.17 

2.21 

2.97 

8.02 

0.67 

8.62 

7.37 

7.04 

— 

0.14 

0.17 

0.25 

1.45 

1.42 

1.40 

0.20 

— 

— 

— 

— ' 

5.78 

5.63 

4.29 

^— 

3.01 

4.77 

6.40 

1.81 

— • 

Ce,0.       —        20.76     14.83     10.65       ^nXA 

La,0,       2.97     12.94     14.34     16.31  ";•    ,  ..       ,        ,      ^. 

Di,o,  —  7.67  6.75  5.57  Melanocente    (anal.    2)    and 

Bio  ^8  02  -^^  -^^  -^^  car}'ocerite    (anal.   3)    are   fluo- 

CaO  o!67  8.62  7.37  7.04  silicates    of    the    cerium     and 

K  ^25  ?:«  \ai  1740  yttrium  elements,  with  calcium, 

KjO  0.20  —  —  —  tantalum,  thalium,  especially  m 

F»/^  ~"  on?  5'S?  1?!!  caryocerite,  and  zirconium,  bo- 

HjO         —  3.01      4.77      6.40  j     \i^  ,  «,  • 

Ign         1.81     —        —        —         ron,  and  other  elements.    Tri- 

t;;^  i^ii^  i^i:^  i^ii  *°'"^^  ^"^^^.^^  f  fr^^'  .^ 

caryocente.  It  gelatmizes  with 
hydrochloric  acid,  while  melanocerite  and  caryocerite  decompose 
in  hot  hydrochloric  acid  with  the  separation  of  silica. 
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Crystal  Forms. — Cappdenite  is  hexagonal,  c=  1.2903;  occurs  in 
thick  prismatic  crystals,  Fig.  1,  with  m(lOlO),  p(10l3),  o(lOll),  and 
c(OOOl).  Mdanocerite  and  caryocerite  are  trigonal,  with  scaleno- 
hedral  S)mimetry ;  for  the  first  c  =  1.25537;  for  the  second  c  =  1.1845* 
Euhedral  crystals  of  melanocerite  are  tabular  with  numerous  rhom- 
bohedral  faces.  Fig.  2.  Observed  forms  are  c(0001),  ^(10l2), 
r(lOll),  2(40il),  g(01l4),  e(01l2y,  d(022l).  rr'^W  56'.  Crystal 
planes  are  sometimes  developed  with  monoclinic  symmetry.  Cary- 
ocerite occurs  in  rhombohedral  crystals  e(01l2),  truncated  by 
c(0001).    Fig.   3.    g(01l4)    has   also   been   observed.     TritomiteiB 


n 


m 


fn 


Fig.  2. 


Fig.  3. 


Fig.  1. 


questionably  trigonal,  with  pyramidal  symmetry.  c= 4.4553,  but 
its  habit  is  that  of  a  tetrahedron,  and  it  is  optically  isotropic,  suggest- 
ing the  isometric  system.  Brdgger,  however,  considers  the  iso- 
tropic character  as  due  to  alteration,  and  interprets  the  tetrahedral 
form  as  a  trigonal  pyramid  combined  with  a  basal  pedion.  z(4041) 
and  (/(OOOI). 

Cleavage  is  wanting  in  cappelenite,  melanocerite,  and  caryocerite, 
and  is  indistinct  in  tritomite.  The  fracture  of  the  first  three  is 
oonchoidal. 


Cappelenite 
Melanocerite 
Caryocerite 
Tritomite 


H-6-6.5  Sp.  gr.=4.407 
&-6  4.129 

5-6  4.295 

6.6  4.15-4.25 


Optical  Properties. — Uniaxial,  optically  negative  (— )  in  cap- 
pelenite and  melanocerite,  but  caryocerite  and  tritomite  are  iso- 
tropic, probably  in  consequence  of  alteration;  and  this  is  the  case 
also  in  part  with  melanocerite.     In  cappelenite  the  double  refraction 

rather    strong.     Melanocerite,    Langesund,    £«>  =  1.73,    e  =  1.72. 


IS 


Caryocerite,  n  =  1.74.    Tritomite,  Langesundfjord,  n  =  1.757;  Brevig, 
1.73  to  1.75,  Larsen. 
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.  Color. — In  each  of  these  minerals  the  color  is  brown  in  various 
tones;  greenish  brown  in  cappelenite;  deep  brown  to  black  in 
melanocerite;  nut-brown  in  caryocerite;  dark  brown  in  tritomite. 
Thin  sections  of  melanocerite  are  bri^t  wine-yellow.  The  first 
three  minerals  have  vitreous  to  greasy  luster.  Tritomite  has 
resinous  luster. 

Modes  of  Occurrence.— All  of  fhese  minerals  occur  in  nephdit»- 
syenite  pegmatite  in  the  Christiania  region  in  Norway.  Gappelenite 
occurs  in  a  vein  in  the  syenite  on  IJlle  ArO,  Langesundfjord,  with  it 
are  wOhlerite,  roeenhuschite,  catapleiite,  eucolite,  oraogite,  lavenite, 
and  molybdenite,  Melanocerite  is  rare  on  KjerO,  near  Barkevik, 
and  is  associated  with  wdhlerite,  astrophyllite,  leucophanite,  fluorite, 
and  other  minerals.  Caryocerite  is  rare  in  the  syenite  of  the  Ax6- 
scheeren,  off  the  shore  of  Store  ArO;  with  it  are  catapleiite  and 
astrophyllite.  Tritomite  is  more  widespread,  and  occurs  in  coarae 
pegmatite  with  leucophanite,  mosandnte,  catapleiite,  and  analcite, 
on  L&ven;  also  on  Stok6,  ArO,  the  ArOscbeeren,  and  near  Barkevik. 

ZIRCON. 
ZrSi04. 
Chemical  Compodtion — ZrO2-Si0a=Si03  32.8,  ZrOj  67.2=^100. 
A  little  FejOa  is  usually  present  in  analyses.  Not  acted  on  by  acids, 
except  in  fine  powder  with  concentrated  sulphuric  acid.  Seldom 
observed  in  an  altered  condition  in  rock  sections.  By  hydration  it 
becomes  isotropic  and  passes  into  a  number  of  different  alteration 
products. 


Tetragonal;  ditetragonal-bipyramidal  class,     c=0.640373.    Eu< 
bedral  crystab  commonly  short  prisms,  m(llO)  or  a(lOO),  or  both, 
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with  p(lll),  1^(331),  and  other  bipyramids,  alsox(311),  Figs.  1-4. 
Less  often  in  long  prisms,  or  in  short  bipyramids  rarely  with  (001). 
Anhedral  crystals  seldom  observed  in  igneous  rocks,  but  common 
in  schists  and  sedimentary  rocks. 

Twinning  and  composition  plane  (101),  geniculated  as  in  rutile 
and  cassiterite,  but  not  developed  in  igneous  rocks. 

Cleavage  parallel  to  (110)  imperfect;  parallel  to  (111)  less  dis- 
tinct. Fracture  conchoidal.  H. = 7.5.  Sp.  gr. = 4.68-4.70  commonly, 
but  varying  from  4.274.86. 

Optical  Properties. — Optically  positive  (+).  Abnormally  biaxial 
in  some  large  crystals.    Refraction  and  double  refraction  high. 


Ceylon 

fl>y«  1.9239 

cj«  1.9682 

«-(w=0.0443 

Sanger 

=  1.960 

=  2.015 

=0.055 

Brewster 

Miask 

« 1.9313 

-1.9931 

»0.0618 

Sanger 

Microscopic  crystals  0.01-0.02  mm.  thick  exhibit  interference 
colors  of  the  second  order. 

Color. — Colorless,  pale  yellowish,  grayish,  yellowish  green,  brown- 
ish yellow,  reddish  brown.  In  thin  section  colorless  to  light  shades 
of  the  colors  named,  sometimes  violet-blue.  Sometimes  zonally 
distributed.  Pleochroism  in  strongly  colored  varieties,  weak  in  com- 
paratively thick  plates,  not  noticeable  in  thin  sections.  Haidinger 
found  on  zircon  from  Ceylon;  brownish  gray,  0  clove-brown, 
E  asparagus-green;  pale  clove-brown,  0  gray  violet-blue,  E  gray 
olive-green;  greenish  white,  0  pale  blue,  E  pale  yellow.  Luster 
adamantine. 

Occurrence. — Zircon  is  widespread  in  small  amounts  in  the  more 
siliceous  or  alkalic  feldspathic  igneous  rocks,  reaching  its  greatest 
abundance  in  certain  syenites  of  Norway.  It  occurs  in  granites 
syenites,  nephelite-syenites,  diorites,  and  in  their  corresponding 
porphyries  and  lava  forms.  It  is  rarely  found  in  the  basic  igneous 
rocks,  gabbros,  peridotites,  and  rocks  closely  related  to  them.  When 
in  larger  crystals  it  sometimes  contains  inclusions  of  other  minerals 
and  possibly  apatite  and  glass.  It  is  almost  always  euhedral,  being  one 
of  the  earliest  crystals  formed  in  the  magma,  occurring  as  inclusions 
in  most  other  minerals.  It  is  especially  included  or  associated  with 
magnetite,  apatite,  and  biotite. 

Zircon  is  also  present  in  the  crystalline  schists  of  various  kinds, 
and  is  developed  in  crystalline  limestone,  as  at  Grenville  and  else- 
where in  Canada,  associated  with  woUastonite  and  titanite. 
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Resemblances. — Zircon  is  well  characterized  by  its  crystal  form 
and  brilliant  interference  colors  when  in  microscopic  crystals  or 
very  thin  sections.  It  resembles  the  much  rarer  minerals  cassiterite 
and  xenotime  in  crystal  habit  and  high  refraction,  and  xenotime  in 
double  refraction.  It  is  distinguished  from  cassiterite  by  lower 
double  refraction;  from  xenotime  by  chemical  tests,  or  by  its  hard- 
ness. 

Laboratory  Production. — Zircon  has  been  obtained  by  the  action 
of  silicon  chloride  on  zirconia  (Daubrte);  by  the  action  of  silicon 
fluoride  on  zirconia,  or  of  zirconium  fluoride  on  quartz  at  a  high 
temperatiu^  (Deville  and  Caron);  also  by  heating  gelatinous  silica 
and  zirconia  at  a  red  heat  (von  ChrustschoflF). 


THORITE. 
ThSi04+aq. 

Chemical  Composition. — Originally  anhydrous.  Th02  •  Si02 = S1O2 
18.5,  Th02  81.5=  100.  But  all  analyses  show  from  6  to  11  per  cent 
of  water,  and  sometimes  as  much  as  9.78  per  cent  of  uranium  oxide, 
also  iron.  Becomes  hydrated  readily,  when  it  is  easily  decomposed 
by  hydrochloric  acid. 

Tetragonal;  c= 0.6402.  Cr>'6tal  forms  and  habit  like  those  of 
zircon.    Also  massive. 

Cleavage  parallel  to  (110)  distinct.  Fracture  conchoidal. 
H.  =  4.5-5.     Sp.  gr.  =  4.4-4.8  thorite;    5.19-5.40  orangite. 

Optical  Properties. — Optically  positive  (+).  Becomes  isotropic 
upon  alteration.  Brevig,  n  =  1.693;  Langesundfjord,  n  =  1.68  to 
1.72.     Orangite,  Landbo,  n  =  1.683,  Larsen. 

Color. — Orange-yellow,  brownish  yellow,  also  black.  Streak  light 
orange  to  dark  brown. 

Occurrence. — ^Thorite  occurs  in  augite-syenite  on  the  island  of 
Lovo,  and  at  other  points  on  the  Langesund  fjord,  Norway. 
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BECKELITE. 

Ca3(Ce,La,Di)4Si30i3. 

Or  3CaO-2(Ce,La,Di)203 -38102,  with  very  small  amounts  of  Zr02, 
Y2O3,  and  alkalies.     Soluble  in  hydrochloric  acid. 

Isometric  System. — Euhedral  crystals  octahedral  in  habit;  some- 
times modified  by  (100)  and  (110);  also  in  dodecahedrons  and 
anhedral  grains. 

Cleavage. — Cubical.  Fracture  conchoidal.  H.  =  5.  Sp.  gr.  =  4.15 
approx. 

Optical  Properties. — Isotropic  in  small  crystals,  larger  ones  some- 
times anomalously  doubly  refracting.     Refraction  high. 

Color. — ^Wax-brown;  in  thin  section  light  yellow.    Luster  vitreous. 

Occurrence. — Beckelite  occurs  in  an  apophysis  of  mariupolite, 
consisting  of  granular  albite  with  phenocrysts  of  nephelite  and  mag- 
netite, from  the  Balka  Wali-Tarama.     (Morozewicz.) 

Resemblance. — Beckelite  is  like  pyrochlore,  from  which  it  is 
distinguished  by  its  behavior  toward  acid. 

MICA  GROUP. 

Composition:  possibly  substitution  derivatives  of 

Al,(SiO,),  =  k3Al3(SiO,)3,  R,Al,(SiO,)„  R,Al(SiOJ, 

or  RRAUCSiO,),,.  etc., 
and  possibly  also  to  some  extent  in  the  more  siliceous  varieties  derivatives 
of  Al,(Si  A).- 

R  -  H,  K,  Na,  Li,    or    (MgF) ,  ( AlF ,) ,  ( AlO) . 

ft-Mg,  Fe,  Mn. 
Al  may  be  replaced  by  Fe  and  Or. 
Muscovite,       H  jK  Al ,  (SiO  J ,. 
Paragonite,     H  ,NaAl,(SiO0 ,. 
Lepidolite,      KLi[Al(OH,F),]Al(SiO,) .  pt 
Zinnwaldite,    (K,Li),FeAl,Si,0,.(OH,F)„  ? 
Phlogopite,      [H,K,(MgF)],Mg,Al(Si04).. 
Biotite, .  (H,K) j(Mg,Fe),(Al,Fe), (SiOJ ,  pt. 

Lepidomelane,  a  variety  of  biotite  rich  in  ferric  iron. 
MoNocuNic,  prismatic  class. 

In  muscovite  a:6:c-0.57735:l  :3.3128,  ^=89°  54'. 
Biotite  a:b:c^ 0.57735 : 1 : 3.2743,  i? = 90°  0'. 

Approximating  in  symmetry  the  orthorhombic  or  trigonal  (rhorobo- 
hedral)  systems.  The  edges  of  the  basal  pinacoid  (001)  are  always 
at  60°  or  120°. 
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Twinning  plane  is  one  perpendicular  to  (001)  in  the  zone  of  the  left- 
hand  or  right-hand  prism  plane  (110)  or  (110).    The  composition 
plane  is  commonly  the  basal  pinacoid  (001).    Sometimes  the  twin- 
ning plane  is  also  the  composition  plane.  '  Rarely  the  twinning 
plane,  at  right  angles  to  (001) ,  is  in  the  zone  of  (001)  (130),  the 
composition  plane  being  ((X)l). 
Cleavage:  highly  perfect  parallel  to  (001),  producing  thin,  elastic  lamins. 
Parting  parallel  to  (010)  and  (111)  and  other  planes  less  definitely 
determined  (ll2,  111,  114),  shown  in  the  percussion  figure.    Also 
gliding  planes  parallel  to  (205),   (135),  and  (104),  perhaps  (104), 
as   shown    in    the    pressure    figure.     Fracture    seldom    produced. 
H. -2-2.5  muscovite;   2.5-3  biotite,   paragonite;   2.5-4  lepidolite. 
Sp.gr.  -2.7-3.2. 
Optical  Properties.    The  acute  bisectrix  X  is  nearly  normal  to  (001) 
in  all  cases.    The  plane  of  the  optic  axes  is  at  right  angles  to  the  second 
pinacoid  (010)  in  muscovite,  paragonite,  lepidolite,  and  in  some  varie- 
ties of  biotite  called  anomite.    It  is  paj'allel  to  (010)  in  zinnwaldite, 
phlogopite,  lepidomelane,  and  most  biotite.    The  angle  between  the 
optic  axes,  27,  is  almost  0^  in  some  biotites,  and  is  generally  small 
in  others,  but  may  be  large  in  rare  instances.     It  is  somewhat  larger 
in  phlogopite,  and  is  commonly  large  in  muscovite,  paragonite,  and 
lepidolite,  2E  ranging  from  50°  to  70°  in  most  cases. 

The  refraction  ranges  from  a —  1.5412,  7- =  1.5745  to  a —  1.5795, 
r  =  1.638,  and  the  double  refraction  from  r-a  =0.033  to  0.058. 
Color:  colorless,  white,  gray,  greenish  to  strong  green,  yellowish  to  brown, 
violet,  lilac  to  rose-red,  reddish  brown,  black.  The  same  colors  appear 
in  thin  sections.  The  more  strongly  colored  varieties  exhibit  marked 
I)leochroism  and  absorption.  Luster  vitreous  to  pearly  or  silky.  In 
the  dsirker-colored  varieties  the  luster  is  sometimes  splendent  to  sub- 
metallic.    Streak  imcolored. 

Chemical  Compositioii. — ^The  micas  are  silicates,  in  most  cases 
orthosilicates,  of  aluminium,  potassium,  and  hydrogen,  generally 
with  magnesium  and  ferrous  iron;  in  some  varieties  there  is  ferric 
iron,  rarely  chromium;  in  others  sodium  or  lithium,  rarely  rubidium 
and  caesium,  also  barium  and  manganese.  Fluorine  and  titanium 
are  present  in  some  varieties. 

According  to  Clarke  the  micas  may  be  considered  as  substitution 

derivatives  of  Al4(Si04)3,  with  which  may  be  combined  in  the  more 

siliceous  micas  Al4(Si308)3.    All  the  variations  may  be  expressed 

I  I 

by  combinations  of  R3Al3(Si04)3  and  R9Al(Si04)3,  together  with 
III  n 

R3Al3(Si308)3  and  R9AI  (81308)3.     R2  may  be  replaced  by  R,  and 

m  in        I 

Al  by  Fe  and  Cr.     R  represents  H,  K,  Na,  Li,  or  a  univalent  radical, 
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n 

as  MgF,  AIF2,  AlO.  R  represents  Mg,  Fe,  Mn,  etc.  In  this  way  the 
presence  of  fluorine  and  of  an  excess  of  oxygen  is  accounted  for. 

According  to  Tschermak  the  micas  consist  of  isomorphous  mix- 
tures of  the  h)rpothetical  molecules ;  K = H2KAl3Si30i  2,  M  «  MgeSiaOi  2, 
S'=H4Si50i2.  The  first  corresponds  to  ordinary  muscovite;  the 
second  to  olivine  (forsterite) ;  the  third  is  a  hypothetical  silicon  hydrox- 
ide, which  may  be  replaced  by  Si6Fi204.  The  ratio  between  H  and  K 
may  vary,  and  other  imivalent  metals  may  replace  them.  Other 
metals  may  replace  Al,  Mg,  and  Si. 

Muscovite  is  commonly  an  orthosilicate  of  aluminium,  hydrogen, 
and  potassium,  H2KAl3(Si04)3,  conforming  to  R3Al3(Si04)3  or  to 
Tschermak's  molecule  K.  But  the  ratio  of  H  to  K  generally  varies  from 
that  of  2:1.  There  may  be  a  small  amount  of  iron  present,  rarely 
barium,  and  chromiiun  in  certain  varieties,  fuchsite,  etc.  The  more 
siliceous  muscovites,  called  phengite^  may  be  regarded  as  mixtures 
of  H2KAl3(Si04)3  and  H2KAl3(Si3Q8)3,  or,  according  to  Tschermak, 
3K+S,  3H2KAl3Si30i2+H4Si50i2.  The  chemical  composition  of 
muscovites  from  various  localities  shown  in  analyses  1  to  6  indi- 
cates their  variation  from  the  hypothetical  molecule.  The  com- 
position of  two  chromium-micas  is  given  in  analyses  7  and  8. 

Paragonite  is  a  sodium-mica  corresponding  to  muscovite  in  com- 
position. Analyses  9  and  10  show  a  close  approach  to  the  theoretical 
composition. 

LepidolUe  in  some  varieties  may  be  considered  a  metasilicate  or 

I  I 

a  mixture  of  R6Al2(Si04)3+R6Al2(Si308)3,  or  more  specifically 
HKLiAl3(Si04)3+K3Li3(AlF2)3Al(Si308)3.  It  is  characterized  by 
notable  amounts  of  lithium  and  fluorine,  and  sometimes  small  amounts 
of  rubidium  and  caesium:    analyses  11  and  12. 

Polylithionite  is  a  variety  high  in  lithium  and  sodimn,  with  little 
or  no  iron:    anaivsis  13. 

ZinnvxddUe  is  a  lithium-mica  with  a  notable  amount  of  iron: 
analysis  14.  Cryophyllite  is  similar,  but  with  somewhat  different 
proportions!   analysis  15. 

Phlogojnte  is  a  magnesium-mica,  rich  in  potassium,  with  variable 

amounts  of  fluorine  and  hydrogen.     It  contains  little  iron.    Typical 

I  I 

phlogopite,  according  to  Clarke,  is  R3Mg3Al(Si04)3,  where  R=H,  K, 

MgF.    Analysis    18    is   nearly    equivalent    to    H6K2Mg7Al2(Si04)7. 

Other  phlogopites  are  represented  by  analyses  16,  17,  19,  20,  21. 

Biotite   is   iron-magnesium-mica   rich   in   potassium,  often  with 

notable  amount  of  titanium  and  varying  considerably  in  the  pro- 
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portions  of  iron>  and  magnesium.  Ordinary  biotite  is  nearly 
(H,K)2(Mg,Fe)2Al2(Si04)3  or  (H,K)2Al2(Si04)2+  (Mg,Fe)2(Si04). 
It  ranges  chiefly  from  this  to  (H,K)2(Mg,Fe)4(Al,Fe)2(Si04)4.  The 
variations  in  composition  are  shown  in  part  by  analyses  23  to  32. 
Analysis  22  is  that  of  a  variety  intermediate  between  phlogopite 
and  biotite. 

Lepidomelane  may  be  considered  a  variety  of  biotite  rich  in  iron, 
both  ferrous  and  ferric,  with  little  magnesium:  analyses  33  to  37. 
It  is  in  some  varieties  an  orthosilicate,  in  others  it  is  more  basic. 

Alterations. — ^The  micas  behave  differently  towards  chemical 
reagents  according  to  their  composition,  and  m  like  manner  they 
appear  to  be  quite  differently  susceptible  to  the  forces  of  decompo- 
sition encountered  in  nature.  Muscovite  and  paragonite  are  not 
decomposed  by  acids,  lepidolite  and  zinnwaldite  are  attacked  but 
not  completely  decomposed  by  the  common  acids.  Phlogopite  and 
biotite  are  completely  decomposed  by  sulphuric  acid,  leaving  the 
silica  in  thin  scales.  Lepidomelane  is  easily  decomposed  by  hydro- 
chloric acid,  depositing  silica  in  scales.  From  this  it  is  seen  that 
the  purely  alkalic  micas  are  least  affected  by  acids,  the  magnesium 
micas  are  more  susceptible,  while  the  strongly  ferric  micas  are  readily 
decomposed  by  hydrochloric  acid.  In  the  study  of  rocks  the  decom- 
position of  muscovite  and  the  other  purely  alkalic  micas  has  sel- 
dom been  noted;  muscovite  is  frequently  an  alteration  product  of 
other  minerals  and  therefore  stable  under  ordinary  conditions.  It 
is  known,  however,  to  become  hydrated  in  some  cases,  losing  potas- 
sium and  taking  up  magnesium,  calcium,  or  sodium,  and  may  alter 
into  steatite  and  serpentine,  or  to  some  form  of  vermiculite.  Alter- 
ation products  of  the  other  purely  alkalic  micas  are  not  mentioned 
in  the  text-books. 

Phlogopite  alters  at  times  to  steatite  and  serpentine  and  also  to 
a  niunber  of  different  vermiculites.  The  alteration  to  talc  results 
in  an  aggregation  of  fibrous  scaly  particles.  In  some  cases  rutiie 
is  also  produced. 

Biotite  alters  in  several  ways.  It  may  change  in  color  from  brown 
to  green  while  still  retaining  its  mica  character,  the  optical  con^ 
stants  changing  with  the  chemical  change.  The  commonest  altera- 
tion is  to  chlorite  or  vermiculite-like  minerals,  often  retaining  the 
micaceous  cleavage  and  changing  into  parallelly  oriented  chlorite. 
Or  it  may  pass  into  a  confused  aggregation  of  minute  scales  of  chlorite, 
with  the  accompaniment  of  epidote  and  rutiie  or  cassiterite,  iron 
oxides,  carbonates,  and  quartz.    Often  alteration  is  accompanied 
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by  the  deposition  of  lenticular  aggregates  of  carbonates  between  the 
cleavage  laminsB  of  the  mica. 

In  certain  lavas  and  porphyritic  rocks  biotite  crystals  have  under- 
gone a  decomposition  and  recrystallization  into  magnetite  and  pyrox- 
ene prior  to  the  final  consolidation  of  the  rock  magma  in  the  same 
manner  as  in  the  case  of  some  hornblendes.  The  biotite  molecule 
appears  to  have  become  unstable  and  to  have  melted  and  crystallized 
into  minerals  without  hydrogen.  Besides  magnetite  and  pyroxene 
it  is  evident  potash-feldspar  or  feldspathic  molecules  or  potash- 
mica  must  be  liberated  to  crystallize  with  the  magnetite  and  pyroxene 
or  be  taken  up  by  the  surrounding  groundmass.  The  process 
may  have  been  checked  in  various  stages,  leaving  in  some  cases  a 
rim  or  margin  filled  with  magnetite,  in  others  affecting  the  whole 
mica  crystal.  This  form  of  alteration  is  oftener  observed  in  holo- 
crystalline  porphyries  than  in  glassy  ones. 

Crystal  Forms. — ^The  micas  are  isomorphous  compoimds  crys- 
tallizing in  the  monoclinic  system,  prismatic  class.  Adopting  the 
orientation  chosen  by  Tschermak,  the  axial  ratios  are:  musoovite, 
a:6:c=0.57735: 1:3.3128,^=89°  54';  biotite,  a:6:c=0.57735:l:3.2743, 
;9=90®0'.  The  symmetry  in  some  cases  approaches  orthorhombic, 
in  others  trigonal  (rhombohedral) .  The  angles  between  the  edges 
of  the  basal  plane  (001)  are  60°  or  120°,  so  that  tabular  crystals  have 
rhombic  or  hexagonal  outlines. 

The  habit  of  the  crystals  is  conmionly  tabular  parallel  to  (001), 
in  some  cases  thin,  in  others  thick,  grading  into  tapering  prismatic 
shapes,  with  sides  more  or  less  rough  and  striated  parallel  to  the  trace 
of  (001).  Tabular  crj^stals  are  in  some  instances  equidimensional 
and  hexagonal;  in  others  rhombic  with  the  acute  angles  truncated 
by  (010)  or  a  prism  of  the  first  kind;  in  others  elongated  parallel 
to  the  axis  a.  The  crystal  forms  conunonly  developed  are  c(001), 
6(010),  M (221)  with  c(023)  and  /i(Ill)  in  muscovite,  Figs.  1  and  3, 
and  in  addition  o(112),  2(132)  and  r(IOl)  in  biotite,  Figs.  2 
and  4. 

Mica  occurs  in  isolated  crystals  scattered  through  rock  masses 
and  on  the  walls  of  cavities,  and  also  in  groups  of  crystals,  in  some 
cases  in  cm^ed,  more  or  less  spherical  aggregations,  in  others  in 
radiating  fan-like  clusters.  It  also  occims  in  dense  aggregations  of 
variously  oriented  crystals,  sometimes  of  microscopic  dimensions. 

Euhedral  crystals  develop  as  phenocrysts  in  porphyries,  and  as 
microscopic  crystals  in  volcanic  glasses.  They  occur  to  a  less  extent 
m  metamorphic  rocks,  such  as   crystalline  limestones.     Subhedral 
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and  anhedral  crystals  are  common  in  the  more  crystalline  i<aieous 
and  metamorphic  rocks. 

Twinning  is  common  with  twins  in  contact  on  the  basal  pinacoid 
(001),  the  twinning  plane  being  perpendicular  to  (001)  and  situated 


M 


Fio.  1. 


Fig.  2. 


M 


M 


-P- 


Fig.  3.  Fig.  4. 

in  the  zone  (001)  (110),  Fig.  5,  or  the  zone  (001)  (110),  Fig.  6.  In 
some  cases  the  twinned  parts  elongated  parallel  to  the  a  axis  cross 
one  another  as  in  Fig.  7. 

This  form  of  twinning  is  recognized  in  cross  sections  by  the  differ- 
ent optical  orientation  of  the  twinned  parts  when  the  acute  bisectrix  A' 
is  inclined  to  the  normal  to  (001).     Less  frequently  the  twins  are  in 


Fig.  5. 


Fig.  t5. 


contact  on  the  twinning  plane.  In  another  mode  of  twinning  the 
twinning  plane  is  perpendicular  to  (001)  in  the  zone  (001)  (130),  and 
the  composition  plane  is  (001). 

Cleavage. — Highly  perfect  parallel  to  (001),  causing  the  crystals 
to  cleave  in  extremely  thin  ela§tic  laminae.  In  thin  sections  of  mica 
in  rocks,  when  cut  parallel  to  (001),  no  cleavage  lines  or  fracture 
cracks  of  any  kind  are  conmionly  visible.  In  all  other  positions  of 
the  section  numerous  parallel,  sharply  defined,  cleavage  cracks  are 
noticeable  in  the  direction  of  the  trace  of  (001).  In  most  instances 
there  are  no  other  cracks  of  cleavage,  parting,  or  fracture  developed 
in  the  mica  in  rock  sections. 

Other  lines  of  parting  may  be  developed  in  mica  by  means  of 
pressure,  and  others  by  a  sudden  blow  with  a  sharp-pointed  instru- 
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ment.  The  former  are  sometimes  developed  in  crystals  by  natural 
processes,  or  may  be  produced  by  pressing  normal  to  a  cleavage  plate 
with  a  dull  instrument.  In  this  case  there  results  a  3-  or  6-rayed 
set  of  cracks  not  sharply  defined  which  appear  to  correspond  to 
gliding  planes  parallel  to  (205)  and  (135)  mclined  about  66""  to  (001), 
also  parallel  to  (l04)  inclined  about  55^  to  (GOl).  This  has  been 
called  a  preasure-fiffure.  When  developed  in  nature  these  gliding 
planes  divide  a  mica  crystal  into  trigonal  pieces.  The  directions  of 
the  lines  of  the  pressure-figure  are  shown  by  the  broken  lines  in  Fig.  8. 


FiQ.  7.  Fig.  8. 

The  cracks  produced  by  striking  a  cleavage  plate  of  mica  with 
a  sharp-pointed  instrument  are  in  three  directions  and  are  called  a 
percussiorirfigure.  The  most  prominent  crack  is  parallel  to  (010), 
the  other  two,  in  biotite,  are  parallel  to  (111),  or  other,  less  definitely 
determined,  planes,  having  traces  on  (001)  parallel  to  that  of  (111). 
In  other  micas  it  has  been  shown  recently  that  the  positions  of  the 
two  cracks  inclined  to  the  principal  one  are  not  strictly  that  given 
for  biotite,  but  vary  slightly  from  this  position.  The j)rincipal  eftack 
in  the  percussion-figure  being  parallel  to  (010),  the  plane  of  crystal 
S3rmmetry,  serves  to  orient  the  mica  when  its  outward  form  is  want- 
ing. The  orientation  of  the  percussion-figure  is  indicated  by  the 
solid  lines  in  Fig.  8. 

Fracture  cracks  other  than  those  just  mentioned  are  seldom  if 
ever  developed  in  mica  owing  to  its  elasticity,  which  permits  it  to 
bend  readily  without  fracture. 

Hardness  and  specific  gravity  var^^  somewhat  with  the  chemical 
composition,  as  shown  by  the  following  approximate  values: 


H. 

Muscovite 2    -2.5 

Lepidolite 2.5-4 

Paragonite 2 . 5-3 

Zinnwaldite 2 . 5-3 

Biotite 2.5-3 

Phlogopite 2.5-3 

Lepidomelane 3 


Sp.  gr. 
2.76-3 
2.8  -2.9 
2.78-2.90 
2.82-3.20 
2.7  -3.1 
2.78-2.85 
3.0  -3.2 
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Optical  Properties. — ^The  micas  are  biaxial  with  a  noticeable 
angle  between  the  optic  axes  in  most  varieties,  but  in  some  biotites 
the  angle  is  so  small  as  not  to  be  seen  by  ordinary  observation,  so 
that  they  appear  like  uniaxial  crystals.  The  acute  bisectrix  in  all 
varieties  is  X,  and  is  nearly  normal  to  the  plane  of  cleavage  (001), 
rarely  varying  as  much  as  5^  from  the  normal  to  this  plane.  All 
micas  are  optically  negative  (— ).  The  plane  of  the  optic  axes  in 
some  micas  is  at  right  angles  to  the  plane  of  symmetry  (010).  These 
are  called  micas  of  the  first  class,  Fig.  9,  and  include  muscovite, 
paragonite,  most  lepidolites,  and  some  biotites  called  anomites  for 
this  reason.    In  other  micas  the  plane  of  the  optic  axes  lies  in  the 


Fio.  9. 


Pig.  10. 


plane  of  symmetry  (010).  These  form  the  second  doss.  Fig.  10, 
and  include  zinnwaldite,  phlogopite,  lepidomelane,  and  most  biotites. 
The  angle  between  the  optic  axes  is  almost  0^  in  some  biotites. 
2E  varies  from  this  to  10°  or  12®  in  most  varieties,  and  reaches  60^ 
and  7(f  in  exceptional  biotites.  It  has  a  small  value  in  phlogopite. 
In  all  varieties  of  purely  alkalic  micas  2E  is  commonly  large,  mostly 
from  60°  to  80°.  But  in  some  muscovite  it  is  quite  small,  even  0°. 
The  accompanying  table  shows  the  variations  in  2E  and  in  the  angle 
of  inclination  of  the  bisectrix  X  to  the  normal  to  (001). 


MuBoovite: 

2E 

Violet-gray 

New  York  Island 

56*»  20'-56*'  40^ 

Sillim 

Dark  brown 

Royalston,  Mass. 

57**  30'-69^ 

Greenish  gray 

Philadelphia,  Pa. 

60*»  ao'-ei^ 

Brown 

Monroe,  Conn. 

64**  30'-66®  3(K 

Violet-brown 

Royalston,  Mass. 

65** 

Blackish  gray 

Jones  Falls,  Baltimore 

66**  15'-66'*  3(y 

Greenish  gray  (granite) 

Acworth,  N.  H. 

67**  15'-67**  aC 

Dark  brown 

Royalston,  Mass. 

69**  40'-70** 

Greenish  yellow 

Goshen,  Mass. 

70**      -70**  SO' 

Light  brown, transparent 

Hebron,  Me. 

71**  40^-71**  50^ 

Yellowish  brown 

Paris,  Me. 

72**  15'-72**  30' 

Gray 

Orange,  N.  H, 

73**      -74« 

Pink 

Ijenox.  Mass. 

75**      -75**  30* 
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A  similar  range  of  angles  has  been  found  by  Senarmont,  Grailich, 
Bauer. 

JITAXCOOl)  2E 


Mui  covite.  Abuhl               + 1°  44'-l° 

41' 

62«  46'y 

Tschermak 

Bengal             +1^41M^ 

'  40'  68^^  54'y 

ti 

East  Indies      +0^  30'-0° 

'31' 

71°  54' 

2F=43°48' 

.Sj 

Ural  Mts.             V  42' 

64^14' 

27-40°  21' 

Bauer 

Lepidolite,  Schuttenhofen    l"*  33}'y 

84**      I'y 

Scharizer 

Siberia 

73**    2' 

14 

Wolkenbuig, 

Saxony 

57*»10' 

t« 

Haddam,Conn. 

76^  51' 

Tschermak 

Massachusetts 

76 

^  10'-76*» 

40' 

Grailich 

Whitish  green,  Paris,  Me. 

74' 

>         -740  ; 

30' 

SiUiman 

Elba 

72?      -*W 

Tschermak 

Pink,          Penig,  Saxony 

59*»  24' 

Bauer 

More  strongly  colored, 

Penig,  Saxony 

36^-32** 

it 

Paragonite                         0^  approx. 

70**  approx. 

Zinnwaldite: 

Pale  greenish,  Kangerdluarsuk    5'-8' 

67*»19' 

Lorenzen 

Pale  violet,      Siberia                +4° 

2' 

65°  19' 

Tschermak 

Zinnwald            + 1° 

4' 

50*>25' 

it 

Cryophyllite,  Rockport,  Mass. 

56*» 

If 

Rabenglimmer,  Altenberg 

Small  to  0® 

Chromium  mica,  Ural 

68*  35'y 

Arzruni 

"            **     Montgomery  Co., : 

Md. 

68°   16'y 

Gill 

•*            '•      OuroPreto 

69°-70° 

p>v 

Des  Cloizeaux 

Biotite: 

■ 

Yellow,          Vesuvius              +0** ; 

32V 

6°  24'y 

Tschermak 

Dark  green,         "                    +0**  1 

i7V 

12°  48'y 

(< 

Deep  brown,       "                    +0'' 

9V 

10°  23'y 

it 

Brown.                "    .                -0^^ 

13V 

8°   lO'y 

it 

Various  localities 

0°-5° 

Grailich 

Various  U.  S.  localities 

7°-18° 

Silliman 

Black,             Siberia 

20°y 

Tschermak 

Dark  brown,  Vesuvius 

37°  30'y 

(< 

Black,             Albanian  Hills 

56°y 

€t 

Red-brown,    Katzenbuckel 

8°  40'-62** 

Lattermann 

Repistye  Schem- 

nitz                      3** 

15' 

72°  30' 

11 

Vulcano                  3' 

ay 

— 

It 

Ditro                       6« 

— 

tt 

Azores            ,        4** 

1 

— 

Miigge 

Anomite: 

Red-brown.          Diimstein 

18°  54' 

Becke 

Ahi6 

8°  -10° 

EichstAdt 

Tomback-brown ,    *  * 

0°-25° / 

0<V 

Lattermann 

Michaebtein 

10°-22° 

(( 

«t 
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A"  A  ±(001)        2E 
Anomite,  Repistye,  Schemnitz  10*'-40®  p<v 

Katzenbuckel 


It 


it 


One  crystal,  L.  Baikal 


Phlogopite,  Ceylon  |  ^^ 


{ 


tt 
ft 
It 


Leucite  HiUs,  Wyo. 
Natural  Bridge,  N.  Y. 
Burgess,  Ont. 


40**  approx. 

16*»    O'rl 
12*»  44',  J 

3**    35**  appYox. 
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In  the  alkalic  micas  the  dispersion  of  the  optic  axes  is  p>v;  in 
biotite  it  is  in  some  cases  p<Vf  in  others  p>v.  Des  Cloizeaux  has 
found  that  the  angle  between  the  optic  axes  in  muscovite  decreases 
with  increase  of  temperature. 
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Fuchsite,  Washington,  Ga. 

Lepidolite,  SchQttenhofeu,  Bo- 
hemia 

Biotite,  Oberes  Veltlin  (?) 

yellowish  brown,  Vesuvius 
light  green,  Mte.  Somma 
olive-green,  Rocca  di  Papa 
black,  Mte.  Somma 
black,  Teplitz 
black,      — 

Phlogopite,  Templeton 

Lepidomeiane,  Rockport,  Mass. 


The  refraction  of  mica  ranges  from  that  of  quartz  to  that  of 
amphibole,  as  seen  in  the  accompanying  table  of  indices,  which 
vary  considerably  for  each  kind  of  mica  so  far  as  studied.     The 
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Tefraction  for  biotite  increases  in  the  darker-colored  varieties,  pre- 
sumably with  the  percentage  of  iron,  the  double  refraction  increasing 
in  the  same  manner.  The  double  refraction  is  strong  for  all  kinds 
of  mica  from  0.033  to  0.058|  but  is  more  noticeable  in  thin  sections 
of  colorless  and  light-colored  varieties  than  in  those  of  dark-colored 
mica.  In  thin  sections  0.03  mm.  thick  the  interference  colors  reach 
those  of  the  second  and  third  order.  Sections  parallel  to  the  cleavage 
plane  (001)  are  nearly  parallel  to  the  plane  of  Y  and  Z,  and  since 
f—^  is  always  small  the  interference  color  exhibited  by  such  sections 
is  always  low,  usually  gray  in  muscovite,  and  darkness  in  the  case 
of  most  biotites.  Thin  sections  of  mica  noticeably  inclined  to  (001) 
exhibit  numerous  cleavage  cracks  and  strong  double  refraction;  those 
parallel  to  (001)  show  no  cleavage  cracks,  very  low  double  refraction, 
and  an  interference  figure  in  convergent  light. 

Color. — Micas  have  a  wide  range  of  color,  the  purely  alkalic  varie- 
ties being  colorless  to  light  shades  of  various  colors,  the  iron-mag- 
nesian  micas  browns,  greens,  and  black,  less  often  red. 

Muscovite  may  be  colorless,  white,  gray,  yellow,  brown,  pale 
green  to  olive-green,  violet,  rarely  rose-red.  Paraganite  may  be 
yellowish,  grayish,  greenish,  light  apple-green.  Lepidolite  is  white, 
yellowish,  grayish,  lilac,  rose-red.  Zinnwaldite  has  the  same  colors 
as  lepidolite,  but  may  also  be  brown.  Pfdogopite  is  oftener  yellowish 
brown  or  brownish  red,  but  may  also  be  pale  brownish  yellow,  green, 
white,  colorless.  Biotite  is  usually  green  or  brown  to  black,  less 
often  pale  yellow,  and  rarely  white.     Lepidomelane  is  black. 

In  thin  section  the  lighter-colored  micas  are  colorless  or  nearly 
so;  the  strongly  colored  and  black  micas  are  lighter-colored  and 
strongly  pleochroic.  In  nearly  all  cases  the  rays  vibrating  parallel 
to  Y  and  Z  are  strongly  colored  or  strongly  absorbed;  those  vibrating 
parallel  to  X  are  much  lighter-colored  or  little  absorbed.  The  absorp- 
tion is  commonly  Z=F>X.  Thus  in  sections  cut  parallel  to  (001), 
and  nearly  so  to  Y  and  Z,  there  is  the  strongest  color  with  little  or 
no  pleochroism,  while  in  sections  inclined  or  perpendicular  to  (001) 
there  is  pronounced  pleochroism,  the  rays  vibrating  parallel  to  the 
cleavage  cracks  being  strongly  colored  or  showing  strong  absorption, 
those  vibrating  at  right  angles  to  the  cleavage  being  lighter-colored. 
Usually  the  variation  exhibited  in  one  section  is  between  different 
tones  of  the  same  dominant  color,  or  different  shades  of  the  same 
color.  Less  often  the  contrasted  colors  are  distinctly  different,  as 
red  and  green,  or  blue  and  green.  The  following  are  some  of  the 
colors  commonly  seen  in  thin  sections: 


J 
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Muscovite:  colorless,  exhibits  absorption  without  pleochroism. 
Chromium-mica,  Maryland :  X  robin *s-egg  blue;  Y  yellowish  green; 
Z  bluish  chrome-green. 

Zinnwaldite :     colorless,     light    yellowish    to    deep    red-brown. 
X  colorless,  Y  and  Z  brownish  gray. 
X  yellow-brown,  Y  and  Z  dark-brown  to  reddish. 
Z>Y>X. 
Paragonite,  lepidolite:   colorless.    Cryophyllite,  Rockport,  Mass.: 
X  emerald-green,  Y  and  Z  brownish  red. 

Phlogopite:  colorless,  to  pale  yellow,  to  light  brown  in  that 
from  Leucite  Hills,  Wyo.  X  pale  yellow,  Y  and  Z  salmon-pink. 
Z>Y>X. 

Biotite:  X  light  yellow,  Y  and  Z  deep  brown  to  black. 
X  red,  Y  and  Z  red  brown  to  black. 
X  light  green,  Y  and  Z  deep  green  to  black. 
Z>Y>XoT  Y>Z>X. 
Lepidomelane  (?) :   always  brown  or  sometimes  green  (?). 

Luster. — ^The  luster  of  micas  is  often  different  on  the  cleavage 
plane  from  what  it  is  on  the  other  planes.  It  is  vitreous  to  pearly, 
sometimes  submetallic  in  the  black  varieties.  On  the  edges  of  tabu- 
lar crystals  it  is  sometimes  glassy,  often  dull. 

Zonal  structure  is  sometimes  present  in  micas,  as  well  as  parallel 
growth.  They  are  produced  by  changes  in  the  composition  of  the 
mica  during  the  period  of  crystallization.  Usually  the  more  alkalic 
variety  surrounds  the  more  ferro-magnesian  variety.  Thus  muscovite 
or  paragonite  incloses  biotite  or  phlogopite.  Lepidolite  often  sur- 
rounds muscovite.  The  outside  mica  in  some  cases  completely 
surrounds  the  inner,  both  on  the  basal  plane  and  the  marginal  planes, 
enclosing  it  as  a  shell.  In  other  cases  it  surrounds  it  only  on  the 
margin,  or  only  on  the  basal  planes  (001)  (OOl). 

Inclusions  in  micas  are  in  part  characteristic  of  certain  occurrences, 
in  part  chance  inclosures  of  associated  minerals.  The  alkalic  micas 
are  generally  quite  free  from  inclusions,  though  they  may  contain 
crystals  of  tourmaline,  garnet,  etc.  Zinnwaldite,  phlogopite,  and 
biotite  often  contain  great  numbers.  Zinnwaldite  occurring  id  tin- 
bearing  granites  frequently  incloses  crystals  of  cassiterite,  topaz, 
zircon,  and  rutile,  surrounding  which  there  are  frequently  darker- 
colored,  pleochoric  areas  of  mica,  which  in  cross  section  appear  as 
halos  or  aureoles. 

Phlogopite  is  sometimes  filled  with  minute  crystals  of  rutile  and 
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other  minerals  arranged  in  lines  intersecting  one  another  at  angles 
of  60°,  parallel  to  the  traces  of  (001)  and  (110)  on  the  basal  plane. 
In  some  cases  they  are  parallel  to  lines  bisecting  these  directions. 
This  produces  the  so-called  asterism  seen  in  transmitted  light.  There 
are  often  inclusions  of  quartz  and  garnet  in  extremely  thin  films 
between  the  mica  laminse;  also  crystals  of  iron  oxide,  hematite, 
and  magnetite,  in  clusters  and  dendritic  forms,  so  extremely  thin 
as  to  transmit  light,  the  hematite  being  red  and  the  magnetite  brown. 
Tourmaline  occurs  in  scattered  crystals,  or  in  prisms  arranged  in 
three  directions  in  the  basal  plane  parallel  to  the  traces  of  (001)  (110), 
or  they  may  be  in  radiating  clusters. 

Biotite  in  igneous  rocks  usually  incloses  crystals  of  iron  oxide, 
apatite,  and  zircon,  and  occasionally  fluid  inclusions,  which  are  gen- 
erally destroyed  in  the  preparation  of  thin  sections,  but  may  be 
observed  in  isolated  crystals.  Glass  inclusions  seldom  if  ever  occur. 
Rutile  needles  and  sagenite-webs  are  common  in  biotite  in  certain 
kinds  of  rocks.  In  some  instances  they  are  clearly  primary  crystalli- 
zations; in  others  they  are  undoubtedly  secondary. 

Biotite  is  frequently  intergrown  w^ith  hornblende  and  p)rroxene, 
so  that  they  mutually  inclose  one  another,  having  grown  at  the  same 
time.  In  some  igneous  rocks  biotite  incloses  many  small  crystals 
of  the  minerals  associated  with  it  in  a  poikilitic  manner,  acting  as  a 
matrix  for  them.    This  is  especially  the  case  in  some  mica-peridotites. 

Modes  of  Occurrence. — ^The  commoner  micas,  muscovite  and 
biotite,  occur  abundantly  in  both  igneous  and  metamorphic  rocks 
and  are  capable  of  crystallizing  from  igneous  magmas  or  from  aqueous 
solutions.  Others  are  oftener  met  with  in  one  or  the  other  of  these 
categories  of  rocks,  or  are  known  only  in  one  mode  of  occurrence. 

Muscovite  is  a  pyrogenetic  mineral  in  certain  kinds  of  igneous 
rocks,  being  a  primary  constituent  of  the  more  crystalline  rocks  rich 
in  alumina  and  potash  and  poor  in  iron  and  magnesia.  It  is  oftenest 
developed  in  certain  granites  and  granitic  pegmatites,  also  in  some 
syenites,  nephelite-syenites,  and  in  their  pegmatites.  It  is  not  a 
primary  constituent  of  the  lavas  and  glassy  forms  of  these  magmas. 
Muscovite  is  abundant  in  the  metamorphic  rocks,  especially  the  mica- 
schists,  when  it  is  often  accompanied  by  biotite.  It  also  occurs  in 
gneiss  and  allied  rocks,  and  is  common  in  various  phases  of  contact 
metamorphism  of  rocks  of  widely  different  types.  It  may  be  a 
secondary  mineral,  often  called  sericite,  in  any  kind  of  rock,  resulting 
from  the  alteration  of  aluminous  alkalic  minerals,  such  as  the  feld* 
spars  and  feldspathoids,  and  also  other  micas. 
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Its  many  modifications  of  aggregation  and  modes  of  occurrence 
have  received  special  names,  which  are  foimd  in  petrography  and 
mineralogy.  Of  these  the  commoner  are:  Seridtej  an  aggregation 
of  microscopic  crystals  with  anhedral  shapes,  usually  in  scale-like 
plates,  either  in  diverse  positions  or  in  clusters  of  curved  or  radiating 
scales.  It  has  a  silky  luster.  DamourUe,  a  somewhat  less  elastic 
variety  with  a  pearly  to  silky  luster  and  imctuous  feeling.  Margaro- 
dite  is  much  the  same;  the  name  was  given  to  a  talc-like  mica 
from  Mt.  Greiner  in  the  ZillerthaL  FuchsHe  is  a  chromium-muscovite, 
the  original  mineral  also  from  the  Zillerthal.  There  are  numerous 
ill-defmed  aggregations  resulting  from  the  alteration  of  aluminous 
alkalic  minerals  which  approach  muscovite  closely  in  composition 
and  may  be  referred  to  here.  Pinitej  a  brown  pseudomorph  after 
cordierite;  jnnitoid,  a  greenish  pseudomorph  after  feldspar  in  a 
granite  porphyry  and  in  other  rocks;  liebenerUe,  an  alteration  prod- 
uct of  feldspar  in  a  porphyry,  from  the  Fleimsthal;  gieaeckite,  a 
pseudomorph  after  nephelite;  and  others. 

Paragonite  occurs  in  crystalline  schists  and  is  not  known  as 
a  pyrogenetic  mineral.  It  forms  a  schist  at  Mte.  Campione, 
Switzerland,  carrying  cyanite  and  staurolite,  also  garnet  and 
tourmaline.  In  the  Pfitschthal  and  Zillerthal  it  is  dense  and  com- 
pact like  soapstone  and  contains  actinolite.  It  is  known  in  a 
number  of  other  localities,  but  is  not  of  common  occurrence 
in  the  metamorphic  rocks,  and  appears  to  be  the  rarest  variety 
of  mica. 

Lepidolite  occurs  in  granite  and  pegmatite.  It  is  best  known 
in  pegmatites,  where  it  forms  violet  or  lilac-tinted  crystals  associated 
with  muscovite.  It  also  forms  granular  rock  masses,  as  in  the  vicinity 
of  San  Diego,  Cal.,  where  it  forms  the  matrix  for  the  well-known 
crystals  of  rubellite.  It  is  commonly  accompanied  by  tourmaline, 
spodumene,  amblygonite,  topaz,  and  other  minerals. 

Zinnwaidite  occurs  chiefly  in  tin-bearing  granites  at  Zinnwald 
in  the  Erzgebirge,  in  Cornwall,  and  elsewhere.  CryophyUUe  is  found 
in  the  granite  at  Rockport,  Mass.  Polylithionite  occurs  in  the  nephe- 
lite-syenite  at  Kangerdluarsuk,  Greenland. 

Phlogopite  is  chiefly  found  in  metamorphosed  limestones,  and 
dolomites  in  the  crystalline  schists,  and  in  zones  of  contact  meta- 
morphism.  It  is  also  foxmd  in  serpentine.  It  occurs  as  a  pjrro- 
genetic  mineral  in  some  igneous  rocks  rich  in  magnesia  and  poor  in 
iron,  as  in  certain  peridotites,  and  in  the  leucitic  lavas  of  Leucite 
Hills,  Wyo.,  but  is  much  less  conmion  than  biotite. 
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Biotite  occurs  in  igneous  and  in  metamorphic  rocks.  It  crystal- 
lizes in  a  great  variety  of  rock  magmas,  developing  in  coarse-grained 
Bs  well  as  in  aphanitic  and  glassy  rocks.  It  occurs  in  many 
granites,  diorites,  gabbros,  syenites,  nephelite-^yenites,  peridotites, 
and  rocks  closely  related  to  them.  But  it  is  oftener  developed  in 
the  phanerocrystalline  than  in  the  aphanitic  or  glassy  equivalents 
of  a  given  magma.  It  is  rare  in  rock  with  little  magnesia  or  little 
potash.  In  metamorphic  rock  it  is  a  conmion  constituent  in  gneisses 
and  schists,  and  is  frequently  developed  in  zones  of  contact  metar 
morphism. 

While  most  of  the  biotite  belongs  to  mica  of  the  second  class  and 
has  been  called  meroxene,  a  very  considerable  part  has  the  plane  of 
the  optic  axes  at  right  angles  to  the  plane  of  sjmmetry  and  is  anomite. 
But  it  has  not  been  found  that  this  optical  property  is  connected 
with  a  particular  chemical  composition  of  the  mica,  or  of  the  rock 
magma,  Jior  with  the  mode  of  occurrence.  Biotites  of  both  kinds 
have  been  found  in  the  same  rocks.  There  appears  to  be  no  more^ 
occasion  for  discriminating  between  these  two  optical  varieties  of 
biotite  than  for  emphasizing  the  difference  between  the  optically 
similar  variations  in  potash-feldspar. 

Lepidomelane  is  known  chiefly  in  feldspathic  igneous  rocks  rela- 
tively low  in  magnesia  with  notable  amounts  of  iron  oxide,  as  in 
certain  granites,  syenites,  and  nephelite-syenites,  where  it  is  often 
associated  with  aegirite  or  soda-amphibole.  It  occurs  in  the  nephelite- 
syenites  of  the  Langesund  fjord,  Norway,  and  in  that  of  Litchfield,  Me. ; 
also  in  the  granite  of  Cape  Ann,  Mass.,  and  of  a  number  of  localities 
in  Ireland,  and  elsewhere.  It  probably  occurs  to  some  extent  in 
metamorphic  rocks. 

Resemblances  to  other  Minerals. — Micas  in  thin  sections  of  rocks 
may  generally  be  distinguished  from  all  other  minerals  by  their 
sharply  defined  parallel  cleavage  cracks,  except  in  sections  cut  parallel 
to  the  cleavage,  and  by  the  direction  of  extinction  almost  exactly 
parallel  to  these  cracks.  Another  feature  which  is  highly  character- 
istic is  the  mottled  appearance  exhibited  between  crossed  nicols, 
often  resembling  the  crinkled  fibers  of  some  kinds  of  wood.  This  is 
due  to  distortion  of  the  flexible  laminae  of  the  mica  probably  pro- 
duced in  grinding  the  thin  section.  It  is  most  noticeable  when  the 
mica  is  near  the  position  of  total  extinction  of  the  light.  It  is  more 
noticeable  in  sections  across  the  plane  of  cleavage  than  in  those 
parallel  to  it.  Sections  cut  parallel  to  the  cleavage  are  usually 
characterized  by  the  absence  of  cracks  of  any  kind.    Micas  are  there- 
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fore  easily  distinguished  from  most  minerals  except  those  with 
mica-like  cleavage,  such  as  chlorite;  the  brittle  micas,  and  talc. 

There  may  be  confusion,  however,  in  cases  where  the  cleavage 
is  not  noticeable.  Thus  basal  sections  of  biotite  often  resemble 
some  sections  of  similarly  colored  hornblende,  but  the  interference 
figure  exhibited  by  the  mica  is  distinctive.  Minute  crystals  or 
cross-sections  of  biotite  which  do  not  show  cleavage  cracks  may 
resemble  prisms  of  tourmaline,  but  the  difference  in  the  orienta- 
tions of  the  strongly  absorbed  ray  in  each  mineral  is  sufficiently 
characteristic. 

Chlorite  is  distinguished  from  mica  by  its  low  double  refraction. 
The  same  is  true  of  the  brittle  micas,  chloritoid,  ottrelite,  and  sis- 
mondine.  Talc  is  scarcely  distinguishable  from  sericite,  having 
slightly  lower  refraction  and  slightly  higher  double  refraction.  Its 
actual  determination  rests  upon  chemical  distinctions.  Kaolin  is  dis- 
tinguished fiom  sericite  by  its  low  double  refraction. 

The  distinctly  alkalic  micas,  muscovite,  lepidolite,  paragonite, 
resemble  one  another  so  closely  optically  that  they  are  only  dis- 
tinguished from  one  another  by  chemical  tests  or  flame  coloration. 

The  ferromagnesian  micas,  phlogopite,  biotite,  lepidomelane,  are 
distinguished  from  the  purely  alkalic  micas  in  most  cases  by  their 
stronger  colors  and  pleochroism,  but  are  much  alike  optically.  Com- 
monly the  lighter-colored  varieties  are  phlogopite,  and  most  biotite 
exhibits  nearly  imiaxial  interference  figures,  but  their  definite  iden- 
tification depends  on  quantitative  chemical  analysis. 

Laboratory  Production. — Micas  of  several  kinds,  biotite,  musr 
covite,  zinnwaldite,  have  been  produced  in  the  laboratory  by  a  num^ 
ber  of  different  investigators  by  fusing  together  various  silicates 
having  the  constituents  of  micas  with  fluorides  of  sodium,  aluminium, 
magnesium,  and  fluosilicate  of  potassium  in  different  combinations. 
Many  attempts  to  produce  mica  in  other  ways  have  failed,  but  it 
has  been  obtained  as  microlites  in  fused  rhyolite  from  Iceland  (Moro- 
zewicz),  and  it  occurs  as  a  crystallization  in  some  furnace  slags. 
The  presence  of  hydrogen  and  fluorine  in  micas  indicates  the  necessity 
of  the  presence  of  these  elements  in  the  solutions  from  which  they 
are  to  be  crystallized. 
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MARGARITE. 

H2CaAl4Si20i2. 

Chemical  Compodtioii. — Margarite  is  a  basic  silicate  of  alu- 
minium and  calcium,  with  other  elements  in  small  amounts  relating 
it  in  composition  to  the  micas.  The  following  analyses  show  its 
actual  composition  compared  with  the  theoretical  molecule: 

SiOs     AI2O,    FesOs     CaO      MgO    Na«0    KjO    HsO 
HaCaAl.SijOi,  30.2     51.3      —     14.0      —       —      —    4.5 

=  100.00 


Nicaria  30.22  49.67  1.33  11.57    tr.         2.31       5.12 

=  100.22 
CuUakenee  Mine,  N.  C*      29.63  51.19    —    11.28  1.09  1.22  0.20  4.73 

FeOO.59    Cr,0, 0.13=100.06 
Dudley^ iUe,  Ala.t  28.71  52.44  0.39  11.52  0.74  0.67  0.20  5.40 

Li/)  0.38=100.45 
Cniger'8  Point,  N.  Y.J        32.73  46.58  5.12  11.04  1.00    —      —    4.49 

=  100.96 

*  Sp.  gr.  3.004.  t  Sp.  gr.  3.065.  t  Sp.  gr.  3.1. 

Alteration. — Slowly  and  imperfectly  decomposed  by  boiling 
hydrochloric  acid.  Alters  to  a  hydrous  micaceous  mineral  called 
dudleyite. 

Honoclinic;  axial  ratio  near  that  of  biotite. 

Crystal  Forms. — ^Thin  tabular  plates  parallel  to  (001),  sometimes 
euhedral,  with  (001),  (010),  and  one  or  more  inclined  prisms,  (112), 
(114),  and  others,  yielding  six-sided  plates  with  edges  at  120°.  Com- 
monly anhedral  in  aggregates  of  thin  laminse,  or  dense  and  massive. 

Twinning  common,  as  in  mica;  twinning  plane  perpendicular 
to  (001),  composition  plane  (001),  often  repeated. 

Cleavage  perfect  parallel  to  (001)  as  in  mica,  but  the  laminse 
are  rather  brittle  and  not  elastic.  Yields  a  percussion-figure  like 
that  of  mica.     H.  =  3.5-4.5.    Sp.  gr.  =  2.99-3.08. 

Optical  Properties. — ^Plane  of  the  optic  axes  perpendicular  to 
(010)  and  nearly  so  to  (001).  Optically  negative  (— ).  Acute 
bisectrix  X  almost  perpendicular  to  (001).  The  angle  of  inclina- 
tion of  X  to  the  normal  to  (001)  is  +6°  27',  Tschermak,  but  varies 
more  widely  than  in  other  micas.  The  angle  between  the  optic  axes 
is  large  2B= 76^-80°,  Bauer;  120%,  Tschermak;  109°  32>128°  48'r, 
Des  Cloizeaux,-  p<v.  ^=1.64r-1.65,  Becke.  y—a^O.OOQ  approx,, 
Bosenbusch. 
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Color. — Grayish,  reddish  white,  pink,  yellowish  in  incident  light. 
In  thin  section  colorless.  Luster  on  basal  pinacoid  pearly;  vitreous 
on  (010);   other  planes  dull. 

Modes  of  Occurrence. — Margarite  is  found  in  altered  and  meta- 
morphosed rocks  intimately  associated  with  corundum  and  emery, 
as  though  a  product  of  alteration  from  them.  At  Cruger's  Point, 
near  Peekskill,  N.  Y.,  in  mica-schist  with  staurolite  and  tourmaline 
as  a  result  of  contact  metamorphism.  It  forms  a  shell  surrounding 
crystals  of  corundum  at  Gainesville,  Ga.,  and  in  Alabama,  and  with 
conmdum  in  numerous  localities  in  this  country  and  elsewhere. 

Resemblances  to  other  minerals  are  chiefly  with  the  micas  and 
other  brittle  micas.  Margarite  is  distinguished  from  the  colorless 
micas  by  its  low  double  refraction  and  the  generally  greater  inclina- 
tion of  the  bisectrix  X  to  the  axis  c,  also  by  the  absence  of  elasticity 
in  the  cleavage  laminae.  It  is  distinguished  from  chloritoid  and 
ottrelite  by  the  usual  absence  of  color  and  pleochroism  and  by  its 
lower  hardness. 

CHLORITOID—OrrRELITE 

Composition:   Chloritoid,  Ha(Fe,Mg)AlaSi07. 

Ottrelite,    H  2(Fe,Mn)  Al  ^Si  A? 
MoNOCLiNic  or  Triclinic  (?),  approximating  mica  in  habit. 

Twinning  similar  to  that  in  mica,  with  crystals  oriented  as  though 

rotated  120^  to  one  another. 
Cleavage  rather  perfect  parallel  to  (001) ;   also  in  chloritoid  imperfect 
parallel  to  (443),  inclined  about  90**  to  (001)  and  about  60°  to  one 
another ;  difficult  parallel  to  (010) .    Brittle.    H.  - 6-7.    Sp.  gr.  =3.3 
ottrelite,  3.52-3.57  chloritoid. 
Optical  Properties:    axial    plane  parallel  or  nearly  parallel  to   (010). 
According  to  Rosenbusch  it  is  perpendicular  to  (010).    Optically  posi- 
tive ( +).    Acute  bisectrix  Z  inclined  to  the  normal  to  (001)  12°,  Tscher- 
mak.     Axial  angle  2£  =  100°-118°  in  chloritoid,  variable  in  ottrelite. 
P>v  in  chloritoid;  sometimes  p<Vj  also  p>Vy  in  ottrelite.    ^  =  1.741, 
sismondine;    n  =  1.77  and  r  —  « "0.016,  chloritoid.    Strong  dispersion 
of  the  bisectrices. 
Cclor:   dark  gray,  greenish  gray,  gra3rish  black  to  black.    Often  grass- 
green  in  very  thin  plates.    In  thin  section  strongly  pleochroic,  X"  olive- 
green,  Y  blue,  Z  yellow-green  in  chloritoid,  less  in  ottrelite.    Luster  on 
cleavage  plates  somewhat  pearly 

Chemical  Composition. — Chloritoid  and  ottrelite  are  basic  sili- 
cates of  aluminium  and  ferrous  iron  with  some  magnesium  in  chlori- 
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toid,  and  some  manganese  in  ottrelite.  The  molecular  proportions 
are  not  alike  in  the  two  minerals,  as  will  be  seen  on  comparing  the 
chemical  analyses.  The  composition  assumed  for  chloritoid  is 
H2(Fe,Mg)Al2Si07.  The  exact  composition  of  ottrelite  is  imcertain 
owing  to  unsatisfactory  material  for  analysis.  It  is  approximately 
H2(Fe,Mn)Al2Si20»(?) 

SiOa      AUOt    Fe/>,     FeO     MnO    MgO    OO     H,0 
Chloritoid. 

1.  Kosoibrod,  Ural  23.0140.26    —    27.40    —    3.97    —    6.34 

-100.98 

2.  Shetland  (clove-brown)  25.36  41.74  3.90  13.93  0.92  6.82  0.90  6.57 

-100.14 
Sismondine, 

3.  St.  Marcel  26.03  42.33  4.09  14.32    —    7.30  0.35  6.56 

Alk.  tr."  100.98 

4.  Patrick  Co.,  Va. 

(black-green)    25.03  39.75    —    22.92  1.30  3.32  0.21  6.64  0. 

Alk.  0.14=>  99.31 
OUreliU. 

5.  Ottrez  42.48  29.29  3.30  12.11  6.10  2.05     tr,     5.07 

« 100.40 

6.  Liemeux  40.55  30.80  3.82  12.46  6.51  0.45  1.29  [4.12] 

=  100.00 
Specific  gravity:  (1)3.55;    (2)3.356;    (3)3.42;   (4)3.614;    (6)3.266. 

In  chloritoid  the  magnesia  varies  from  0  to  6.82  per  cent. 
There  are  varieties  containing  MnO  that  have  nearly  the  formula 
of  chloritoid  {salmite  and  masonite)  and  are  classed  chemically  with 
it.  In  ottrelite  the  manganese  oxide  varies  from  0  to  8.96  per  cent, 
and  there  may  be  a  small  amount  of  magnesia  present.  Some  min- 
erals called  ottrelite  appear  to  have  compositions  intermediate  between 
those  given  above  for  ottrelite  and  chloritoid. 

Alteration. — Chloritoid  and  ottrelite  are  not  decomposed  by 
hydrochloric  acid,  but  are  completely  decomposed  by  sulphuric  acid' 
The  only  alteration  of  these  minerals  as  yet  noted  is  that  of  ottrelite 
to  chlorite  described  by  C.  L.  Whittle. 

Crystal  Fonns. — Rarely  in  tabular  crystals  with  hexagonal  out- 
line like  mica,  formed  by  the  basal  pinacoid  (001)  and  (010)  with 
(0-9 -10),  (051),  and  (9 -9 -10),  (443),  assuming  the  same  axial 
values  as  those  in  biotite.  In  some  crystals  the  shape  is  rhombic. 
Subhedral  and  anhedral  crystals  with  more  or  less  rounded,  lentic- 
ular, and  irregular  shapes  are  more  conmion.  Sections  parallel 
to  the  basal  pinacoid  are  therefore  hexagonal  in  some  instances, 
rhombic,  rounded,  or  oftener  irregularly  shaped.  Sections  highly 
inclined  to  the  base  are  elongated,  or  lath-shaped.     The  crj-stals 
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may  be  aggregated  in  radiating  bundles,  or  irregularly  curved  and 
bent.  ^ 

Twinning  as  in  mica  with  the  laminse  in  contact  on  the  basal 
pinacoid  (001).  In  some  cases  oriented  as  though  rotated  120^  in 
the  plane  of  contact.  Frequently  polysynthetic,  a  number  of  twinned 
laminse  superimposed  on  one  another.  Occasionally  the  twin?  are 
in  contact  on  a  marginal  plane  whose  trace  on  (001)  is  parallel  to 
(130). 

Sections  across  superimposed  twins  show  twinned  lamellsewith 
slightly  different  optical  orientation  because  of  the  inclination  of 
the  bisectrices  Z,  y  to  the  basal  pinacoid.  Twins  in  the  second 
position,  adjacent  in  the  plane  of  (001),  are  recognized  in  sections  in 
this  plane  by  the  orientation  of  the  planes  of  the  optic  axes  in  each 

part  of  the  twinned  crystal,  which  make  angles  of  120^  with  one 

•   ,» 

another. 

Cleavage. — Parallel  to  (001)  rather  perfect,  but  not  so  much 
so  as  in  mica.  In  ehloritoid  there  are  other  less  perfect  cleavages 
nearly  at  90^  to  the  basal;  one  is  parallel  to  a  prism  whose  faces 
intersect  at  about  60°;  the  other  is  difficult  and  is  parallel  to  (010). 
The  latter  appear  as  poorly  defined  interrupted  cracks  in  thin  sec- 
tion. There  are  also  in  some  instances  irregular  cracks  traversing 
the  crystals  in  various  directions,  or  in  more  or  less  parallel  Imes 
as  though  produced  by  the  shearing  of  the  rock  mass.  H.=6-7. 
Sp.  gr.  =  3.52-3.57,  ehloritoid;  3.42-3.614,  sismondine;   3.3,  ottrelite. 

Optical  Properties. — ^Axial  plane  parallel  to  (010)  in  most  cases, 
but  apparently  slightly  inclined  to  it,  1°  to  1®  30'  in  sismondine  from 
St.  Marcel  (Des  Cloizeaux).  This  may  be  due  to  twinning  or 
bending  of  crystal  plates.  According  to  Rosenbusch  the  plane  of 
the  optic  axes  is  normal  to  the  plane  of  symmetry  (010),  X  ||  6,  which 
agrees  with  the  observed  horizontal  dispersion  of  the  optic  axes. 
The  acute  bisectrix  is  Z,  the  optical  character  is  positive  (-f).  The 
acute  bisectrix  is  nearly  normal  to  (001),  but  the  inclination  to  the 
crj^stal  axis  c  varies  more  than  in  mica.  Z/\c={f  to  12®  or  21*^. 
There  is  strong  dispersion  of  the  acute  bisectrix  Z^AOZrAc,  reaching 
as  much  as  2°  to  4°  in  ehloritoid.  The  dispersion  of  the  bisectrices 
is  greater  the  greater  its  inclination  to  c.  The  index  of  refraction 
is  moderately  high. 

Sismondine,  Val  de  Chisone  ^=1.741  ^-a  =  0. 0098  Rosenbusch 

ehloritoid,  Lainiciu  n=1.77  y  —  a^OOlQ  Duparc  and  Mrazee 

—  —  n-1.76  7'-a=0.007  Lane 

—  —  —  ;'—a= 0.016  Lacroix 
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The  angle  of  the  optic  axes  is  generally  large,  but  varies  con- 
siderably. Axial  dispersion  is  distinct  and  horizontal,  p>v  in 
chloritoid;    p<v,  also  p>v,  in  ottrelites. 

Sismondine,  Zermatt    2^;,=  111°  50^-117°  48'  2^gr=»  108°  44'  Des Cloizcaux 

"     ValdeChisone  2£r=101°26'  2^gr-   91°  22'  DesCloizeaux 

[2Et^   95°  5'    2£;wh  =  88°40'    2£;bi=78°50' Rosenbusch 
Chloritoid ,  He  de  Groix  2E    «  65°-70®  von  Lasaulx 

"  Morbihan  2V    =45°-55°  Barrois 

Color. — Dark  green,  greenish  gray,  grayish  black,  rarely  grass- 
green.  In  thin  section  strongly  pleochroic  in  chloritoid,  less  so  in 
ottrelite.  X  olive-green,  Y  plum-blue  to  indigo*blue,  greenish  blue, 
Z  yellowish  green  to  colorless.  The  colors  of  Y  and  Z  appear  in 
sections  parallel  to  (001).  In  sections  perpendicular  to  (001)  the 
colors  of  X  and  F  or  Z  appear  according  to  the  position  of  the 
section  with  respect  to  the  plane  of  symmetry. 

Zonal  structure,  produced  by  differences  of  color  and  presumably 
differences  in  composition,  is  sometimes  developed,  especially  in  the 
Canadian  chloritoids,  the  central  portion  being  darker-colored  than 
the  margin.  A  structure  resembling  the  so-called  hour-glass  struc- 
ture in  augite  is  also  present  in  some  occurrences.  It  appears  to  be 
independent  of  the  multiple  twinning  when  present. 

Inclusions. — Chloritoid  and  ottrelite  commonly  inclose  crystals  of 
the  minerals  associated  with  them  in  the  rocks,  such  as  quartz,  rutile, 
tourmaline,  zircon,  etc.  These  inclusions  are  often  abundant  and 
have  a  somewhat  parallel  arrangement  corresponding  to  the  schistosity 
of  the  rock. 

Modes  of  Occurrence. — Chloritoid  and  ottrelite  occur  wholly  in 
the  crystalline  schists,  especially  the  phyllites  and  quartzites,  also 
in  mica-schist.  The  original  chloritoid  occurs  with  mica  and  cyanite 
at  Kosoibrod  in  the  Ural.  It  occurs  with  ottrelite  in  schist  in  the 
Ardermes,  in  micaceous  and  argillaceous  schists  in  Canada.  Sis- 
nwndine  accompanies  glaucophane  at  Zermatt,  Switzerland,  in  the 
Val  de  Chisone,  Piedmont  and  on  He  de  Groix,  Brittany.  It  occurs 
at  St.  Marcel  in  chlorite-schist.  Masonite  is  found  in  an  argillaceous 
schist  at  Natick,  R.  I.  Ottrelite  occurs  in  argillaceous  schist  near 
Ottrez,  Luxembourg,  also  in  Michigan,  Vermont,  and  elsewhere. 

These  minerals  lie  scattered  in  all  directions  through  the  rocks 
independent  of  the  schistosity,  though  they  may  lie  parallel  to  one 
another  in  places.  They  sometimes  occur  in  fan-shaped,  sheaf-like 
clusters  of  crystals. 
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Resemblances. — Chloritoid  and  ottrelite  are  most  like  margarite, 
the  micas  and  the  chlorites,  but  they  are  distinguished  from  these 
minerals  by  the  combination  of  their  optical  characters,  namely, 
comparatively  high  refraction,  low  double  refraction,  strong  dis- 
persion of  optic  axes  and  bisectrix,  and  the  characteristic  pleochroism. 

CHLORITE    GROUP. 

Composition  : 

j  m[H,(Mg,Fe)3Si  A], 
in  part      ^  n[H,(Mg,Fe),Al^iO,]. 

MoNOCLiNic.    In  part  pseudo-trigonal. 

CUnochlore,  a:h:c -0.57735 : 1 : 2.2772.    /?  =89° 4(K. 
Twinning:    (1)  Twinning  plane  perpendicular  to   (001)    in  the   zone 
of  (001)   (112);    contact  plane  in  some  cases  (001),  in  others  an 
irregular  face  yielding  contact  twins.     (2)  Twinning  plane  (001), 
which  is  also  the  contact  plane.     (3)  A  possible  twinning  having 
twinning  plane  perpendicular  to  (001)  in  the  zone  of  (001)   (130). 
Cleavage:    highly  perfect  parallel  to  (001).    Laminic  flexible,  tough, 
and  but  slightly  elastic.    Percussion  and  pressure  figures  as  in  mica. 
H.  =2-2.5.    Sp.  gr.  =2.65-2.96,  varies  with  the  composition. 
Optical  Properties:    in  part  biaxial,  in  part  uniaxial.    Plane  of  the 
optic  axes  parallel  to  (010).    The  acute  bisectrix  is  Z,  optically  posi- 
tive (+),  and  is  slightly  inclined  to  the  crystal  axis  c,  almost  normal 
to  (001).    The  uniaxial  varieties  in  some  cases  optically  positive  (  +  ), 
in  others  negative  (— ).    2E  varies  from  0°  to  89^.    Index  of  refrac- 
tion moderate,  ranging  from  a  =  1.576,  r""  1-579  to  a  — 1.586,  r  =  1-596; 
double  refraction  low,  r"-«  =0.003  and  O.QIO. 
Color:    green  of  various  shades  to  yellowish  and  white,  also  pink.    In 
thin  section  pleochroic,  in  shade  and  tones  of  green  and  yellow,  less 
often  brown,  red,  violet,  and  blue.    Luster  on  cleavage  surface  some- 
what pearly. 

Chemical  Composition. — ^The  minerals  of  this  group  exhibit  con- 
siderable variation  in  proportions,  but  agree  in  being  silicates  of 
aluminium  with  ferrous  iron  and  magnesium  and  combined  water. 
In  some  varieties  ferric  iron  is  present,  in  others  chromium,  also 
manganese.  No  simple  statements  or  formulae  can  be  given  for 
many  of  the  chlorites,  but  for  those  occurring  in  larger  and  better 
developed  crystals,  called  orthochlorites  by  Tschermak,  he  has  sug- 
gested the  mixture  of  two  silicate  molecules,  one  corresponding  to 
serpentine,  the  other  to  a  variety  of  chlorite,  amesite: 

H4(Mg,Fe)3Si209     =Sp. 
H4(Mg,Fe)2Al2Si09  =  At. 
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The  chief  orthochlorites  are: 

Sr^mlJ     H,(Mg.Fe)^i,0„        -SpAt. 

Prochlorite,        H4o(Fe,Mg)2aAli  4Si|  aOgo = SpsAtir. 
Comndophilite,  H2o(Fe,Mg)iiAl8Si6045    =SpAt4. 
Amesite,  H-4(Mg,Fe)  aAlzSiOg  =  At. 

The  chemical  composition  of  some  varieties  of  orthochlorite  is 
shown  in  the  accompanying  table  of  analyses. 

SiO,     AIjO,    FesOs      FeO     MgO     OkO      H^ 
Clinochlore. 

1.  Aciunatovsk      31.3118.34  2.10    0.77  34.25    tr.    13.33         Na,O0.17 

KsO  0.06- 100.33 

2.  Westchester, 

Pa.      29.87  14.48  5.52  1.93  33.06  —  13.60     NiO  0.17 

Cr,0, 1.56-100.19 

3.  Cape  Wrath       31.03  14.85  5.73  17.42  17.42  0.36  12.48         MnO  1.00 

-100.29 
LeucfUenberffile. 

4.  Amity  30.28  22.13    —      1.08  34.45    —    12.61  -100.55 

KoUchubeiie, 

5.  Ufaleisk  32.73  13.43  2.15       —    35.40    —     12.63  Cr^34.19 

-100.53 

6.  Green  Valley, 

Cal.  31.74    6.74    —      1.23  35.18  0.18  13.04        Cr,0,  H  39 

NiO  0.49-  99.99 
Penninite. 

7.  Zermatt  33.71  12.55  2.74     3.40  34.70  0.66  12.27  -100.03 

KammererUe. 

8.  Texas,  Pa.  33.28  10.60    —       1.60  36.00    —     12.95  CraO.4.72 

Alk.  0.35-  99.50 

9.  Lakeltkul         30.58  15.94    —      3.32  33.45    —    12.05  Cr,0,4.99 

-100.33 
Prochlorite. 

10.  Zillerthal  26.02  20.16  1.07  28.08  15.50    0.44  9.65  -100.92 

11.  Washington, 

D.C.  25.40  22.80  2.86  17.77  19.09    —    12.21  Ftr. MnO 0.25 

-100.38 
Carundopkilite. 

12.  Chester, Mass.    24.77  25.52    —     15.19  21.88    —    11.98  -99.34 

Specific  gravity:   (1)  2.648;    (3)  2.823;    (4)  2.680;    (7)  2.693;  (10)  2.955; 
111)  2.835;  (12)2.83. 

The  chlorites  commonly  occurring  in  fine  scales  and  fibers  are 
called   leptocMorites,    Their  composition   is   less   simply   expressed. 
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and  since  the  many  varieties  recognized  in  mineralogy  cannot  yet 
be  distinguished  from  one  another  \mder  the  mircoscope  they  are 
clajssed  in  petrography  under  the  simple  head  of  chlorite.  For  this 
reason  they  are  not  described  in  detail. 

Alteration. — ^The  orthochlorites  are  wholly  decomposed  by  sul- 
phuric acid.  Penninite  is  partly  decomposed  by  hydrochloric  acid, 
and  the  leptochlorites  are  completely  decomposed  by  this  acid,  with 
the  separation  of  silica  in  various  forms  in  different  instances.  The 
chlorites  are  secondary  minerals  resulting  from  the  alteration  of 
various  silicates.  The  fmther  alteration  of  these  secondary  min- 
erals has  not  been  described,  except  to  state  that  they  may  be  finally 
replaced  by  iron  oxides,  carbonates,  and  quartz. 

Crystal  Form.  —  Clinochlore  is  monoclinic,  with  a:b:c=^ 
0.57735:1:2.2772,  ^=89°  40'.  Often  in  tabular  crystals  flattened 
parallel  to  (001)  with  hexagonal  outline,  sometimes  prismatic  with 
(112)  prominent,  also  twelve-sided.  There  are  trigonal  and  rhombo- 
hedral  crystals  resembling  penninite  formed  by  planes  in  the  zones 
(001)  (lOl),  (001)  (130),  and  (001)  (iSO).  There  are  several  sets  of 
zones  developed  in  different  cases,  whose  traces  on  (001)  intersect 
at  60°  or  120°,  and  as  the  crystals  may  also  be  twinned  in  one  of 
these  zones  the  identification  of  crystal  forms  is  often  difficult. 

The  forms  commonly  developed  on  euhedral  crystals  are  c(001), 
6(010),  t*(227),  mo(112),  o(Ill),  ;£(112),  t;(132),  (^(261),  /(lOl), 
/(3I-0-30),  ^(9 -37  17),  and  others.  Some  of  the  combinations  are 
shown  in  Figs.  1,  2,  and  3. 


Fio.  1. 


10   w 


Fig.  2. 


FiQ.  3. 


Fio.  4. 


Penninite  is  rhombohedral  in  habit,  but  is  strictly  pseudorhombo- 
hedral  and  may  be  referred  to  the  same  monoclinic  axes  as  clinochlore. 
The  crystals  are  thick  tabular  with  trigonal  outline,  sometimes  in 
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apparent  rhombohedrona,  which  are  often  steep,  also  in  tapering 
six-sided  pyramids  (Fig.  4), 

Prochlorite  and  corundopkilUe  occur  in  six-sided  tables  or  prisms 
and  not  in  the  well-developed  forms  sometimes  assumed  by  the 
two  first-named  chlorites. 

Euhedral  crystals  occur  in  cavities  in  rocks  and  not  as  part  of 
the  body  of  a  rock.  In  this  case  they  are  generally  anhedral,  more 
or  less  hexagonal  or  trigonal  in  some  instances,  but  ofteoer  iir^u- 
larly  outlined  plat«s  or  scales,  frequently  bent  and  distorted.  They 
are  frequently  grouped  in  spherulitic  aggr^ates-  When  in  micro 
scopic  crystals  they  may  appear  like  minute  scales  or  fibers,  or  ill- 
defined  particles. 

Twinning. — (1)  In  general,  according  to  the  same  law  as  in 
mica,  twinning  plane  perpendicular  to  (001)  in  the  zone  (001)(I10), 
composition  plane  in  some  cases  (001),  as  in  Fig.  5,  the  plane  of  the 
optic  axes  in  the  two  parts  intersecting  at  60°.  In  other  cases  the 
twinned  parts  lie  in  one  plane  adjacent  to  one  another  along  irr^ular 
planes,  as  in  Fig.  6,  or  they  may  form  a  trilling  (Fig.  7),  or  a  crystal 


Fio.  10. 


with  six  parts  (Fig.  8).  (2)  A  second  mode  of  twinning  has  (001) 
for  twinning  and  composition  plane.  This  is  specially  common 
in  penninite.  The  two  parts  are  in  tlib  case  reversed  180"  (Fig,  9). 
The  relation  of  these  two  modes  of  twinning  to  one  another  is  shown 
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zn  Fig.  10.  Plates  1  and  2  are  twinned  according  to  the  mica  law. 
Plates  2  and  3  according  to  the  penninite  law.  When  both  of  these 
modes  of  twinning  occur  on  one  crystal,  plates  appear  as  1  and  4, 
as  though  twinned  on  a  plane  perpendicular  to  (001)  in  the  zone 
(001)  (130). 

It  is  possible  to  explain  the  apparently  imiaxial  character  of 
penninite  by  assuming  a  highly  developed  multiple  twinning  of 
biaxial  plates  like  clinochlore. 

Cleavage. — ^Highly  perfect  parallel  to  (001),  the  laminse  being 
flexible,  tough,  and  but  slightly  elastic.  These  chlorites  exhibit 
percussion  figures  and  pressure  figures  like  those  in  mica  and  are 
similarly  oriented.  H.  =  l-2,  prochlorite;  2--2.5  in  other  varieties. 
Sp.  gr.= 2.65-2.78,  clinochlore;  2.6-2.85,  penninite;  2.78-2,96,  pro- 
chlorite; 2.90,  corundophilite. 

Optical  Properties. — ^The  chlorites  are  biaxial  in  part,  with  a 
variable  angle  between  the  optic  axes  that  reaches  0^  in  penninite, 
which  behaves  as  a  uniaxial  crystal.  The  plane  of  the  optic  axes 
is  parallel  to  (010),  the  plane  of  symmetry.  The  acute  bisectrix  Z 
is  inclined  slightly  to  the  normal  to  (001)  in  the  obtuse  angle  j9.  The 
angle  of  inclination  is  greater  in  crystals  having  larger  optical  angles, 
being  nearly  zero  in  those  that  are  uniaxial. 

ZAe      2B  0  2V  Disp. 

Corundophilite,  Chester,  Mass.        —     50"*        1.607  31''       p<v  Larsen 

8*  20'  80**        1.683  46*  40'  p<v  Tachermak 


Clinochlore, 

West  Chester 

7* 

10' 

89M1'  1.683  61*31' 

it 

tt 

ZiUerthal 

6* 

45' 

83*        1.683  48*30' 

tt 

it 

Achmatovsk 

2» 

30' 

32*        1.688  20* 

p<v 

tt 

ti 

Ala,  Piedmont 

65*»-44» 

it 

Texas,  Pa. 

60**-20* 

Pnochlorite, 

Prftgraten 

20 

30*  and  more 

II 

• 

varies  from  30®  to  0® 

p<v 

Leuchtenbergiti 

5,  Ural 

16*-0* 

tt 

Amity,  N.  Y. 

29*»-10° 

Kotschubeyite, 

Ural 

36*-0*' 

Penninite, 

— 

0<> 

0*.  ocoanonally  as  high  as  60® 

-.- 

K&mmererite, 

Texas,  Pa. 

0®-20** 

Tschermak 

Numerous  other  observations  have  been  recorded  by  Des  Cloizeaux 
and  others.  The  axial  angle  is  not  only  different  for  different  crystals 
sometimes  in  one  rock,  but  even  in  different  parts  of  one  crystal. 
The  dispersion  for  all  optically  positive  crystals  is  p<v,  but  in  some 
varieties  of  biaxial  penninite  which  are  negative  it  is  p>v.  The 
dispersion  of  one  optic  axis  is  much  more  pronotmced  than  that  of 
the  other,  in  consequence  of  the  inclined  dispersion.    The  bisectrix  Z 
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IB  noticeably  dispersed  in  some    instances.    Tschermak   found  on 
clinochlore,  West  Chester, 

2jSr  =87^45',    /?- 1.580,    27=50^46',    Zac=7^   8'. 

2jSbi=94°54',    /?=1.593,    27=53°  13',    Zac«7°40'. 

The  refraction  is  moderate,  about  the  same  as  that  of  mica,  and 
the  double  refraction  is  low  in  clinochlore,  about  that  of  quartz, 
and  very  low  in  penninite,  about  .001,  in  some  cases  as  high  as  .003. 

a  ^  y  7— « 

Corundophilite,  Chester,  Mass.  1 .607      1 .607      1 .613      0.006     Laraen 


Clinochlore 

} 

1.5854, 

1.5863, 

1.5955, 

0.0101,  Zimanyi 

tt 

West  Chester 

1.586 

1.586 

1.596 

0.010    Konigsberger 

11 

Ural 

1.585 

1.588 

1.596 

0.011    L6vyandLa- 

Penninite, 

Zennatt 

1.576 

— 

1.579 

0.003 

(( 

1.576 

— 

1.577 

0.001     DesCloizeaux 

tt 

Zeimatt 

1.575 

— 

1.576 

0.001     Haidinger 

tt 

Rthnpfischwang 

1.5821y 

— 

1.5832, 

0.0011,  Zimanyi 

The  distinctly  blue  interference  color  often  exhibited  by  penninite 
is  due  to  the  difference  in  the  optical  constants  for  different  light 
wave  lengths,  the  optic  angle  being  0®  for  some  colors  and  having 
an  appreciable  value  for  others.  In  this  case  it  is  0®  for  yellow,  and 
the  restdting  interference  color  is  indigo-blue. 

Color. — ^Various  shades  and  tones  of  green,  rarely  brown,  nearly 
colorless  in  some  varieties  poor  in  iron,  occasionally  violet,  rose-red 
and  pink  in  those  containing  chromiimi.  In  thin  section  the  colored 
chlorites  are  noticeably  pleochroic.  The  following  observ^ations  were 
made  by  Tschermak,  except  that  on  kotschubeyite  from  Green  Valley, 
Cal.,  by  Lindgren: 

X  z 

dark  green  greenish  yellow 

dark  brown  brownish  yellow 

emerald-green  hyacinth-red 

leek-green  yellowish  green 

leek-green  greenish  yellow 

olive-green         greenish  yellow 
bright  green      nearly  colorless 
yellowish  green  brownish 
emerald-green    brownish  red, 

brown,  yellow 
yellow 
bright  carmine-red 


,  Body-color. 

Clinochlore^Achmatovsk  black-green 


' '  black-brown 

Texas,  Pa.   dark  green 
"       '  *      dark  green 
Pfitsch, 

Tyrol  dark  green 
Ala,  gray-green 

Corundophilite,  Chester  deep  green 
Prochlorite,  Fasch  olive-green 

Penninite        —  olive-green 


f  ( 


tt 


tt 


tt 


blue-green 
blue-violet 


' '  —  leek-green 

Kotschubeyite,  Ural       dark  rose-red 

'  *      Green  Valley, 

Cal.  roee-red  purplish 

K&mmererite,  Texas,  Pa.  peach-blossom  red    violet 

''  Kraubat    peach-blossom  red   bluish 


yellowish  red 
hyacinth-red 
red 
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Modes  of  Occurrence. — Chlorite  is  a  common  constituent  of 
the  crystalline  schists,  forming  the  preponderant  mineral  in  some 
schists,  e.g.,  chlorite-schist.  It  is  present  in  phyllites,  mica-schists, 
and  other  rocks  of  this  category.  Chlorite  occurs  as  a  secondary 
mineral  in  all  kinds  of  igneous  rocks,  resulting  from  the  alteration 
of  the  aluminous  ferromagnesian  minerals,  amphiboles,  p3rroxenes, 
micas,  etc.  It  also  forms  from  the  combination  of  the  constituents 
of  aluminous  minerals,  such  as  the  feldspars,  with  those  of  ferro- 
magnesian minerals,  so  that  chlorite  may  be  developed  in  any  part 
of  a  rock.  It  is  one  of  the  conmionest  alteration-products  and  gives 
the  greenish  color  to  many  somewhat  altered  igneous  rocks  and  to 
many  metamorphic  ones.  Chlorite  often  forms  pseudomorphs  after 
the  ferromagnesian  minerals  from  which  it  has  developed.  When 
it  is  derived  from  biotite  it  frequently  preserves  the  cleavage  and 
form  of  the  original  mineral,  chlorite  crystals  developing  in  parallel 
orientation  to  the  biotite.  When  it  results  from  amphibole  and 
pyroxene  it  usually  takes  the  form  of  an  irregularly  aggregated  mass 
of  minute  scales,  appearing  like  fibers  in  cross-section.  In  some 
cases  it  is  arranged  in  spherulitic  aggregates.  The  microscopic 
crystals  of  chlorite  cannot  be  identified  optically  as  belonging  to 
a  particular  variety  and  are  described  simply  as  chlorite.  The  larger 
crystals  may  be  identified  and  are  known  to  occur  in  certain  localities. 
Among  the  many  occurrences  already  known,  a  few  may  be  men- 
tioned as  examples. 

Clinochlore  occurs  in  chlorite-schist  with  garnet,  diopside,  and 
apatite  at  the  Achmatovsk  mines  in  the  Ural;  in  chlorite-schist  in 
the  Zillerthal,  Tyrol ;  in  serpentine  with  magnesite  at  West  Chester,  Pa.  ; 
and  iA  many  other  parts  of  the  world.  It  is  probably  the  commonest 
variety.  Levchtenbergite  is  found  at  Amity,  N.  Y.,  in  coarse-grained 
calcite  together  with  pale-green  hornblende,  phlogopite,  fluorite,  and 
particles  of  graphite,  apparently  the  result  of  contact  metamorphism; 
also  in  the  Ural  and  at  Traversella.  Kotachnheyiie  is  found  in  veins  in 
serpentine  and  chlorite  in  the  chlorite-schists  in  the  district  of  Ufa- 
16jsk,  southern  Ural,  and  in  a  similar  manner  in  Green  Valley,  Cal. 
Penninite  is  common  in  crystalline  schists.  It  is  found  in  numerous 
localities  in  the  neighborhood  of  Zermatt,  Switzerland,  in  the  Ziller- 
thal, Tyrol,  and  elsewhere.  Kdmmererite  occurs  with  penninite  in 
the  localities  just  mentioned;  also  with  clinochlore  and  kotschubeyite 
at  Texas,  Pa.,  and  at  other  localities  in  the  United  States.  Prch 
chlorite  occurs  in  the  same  manner  as  the  other  chlorites.  It  some- 
times forms  curved  prismatic  vermiform  crystals,    Corundophilite  is 
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aasociated  with  corundum  and  emery  in  more  or  less  altered  meta- 
morphic  rocks,  and  is  found  at  Asheville,  N.  C,  Chester,  Mass.,  and 
elsewhere. 

Of  the  leptochlorites  there  are  a  number  of  varieties,  daphnite, 
cronstedtite,  thiuingite,  diabantite,  delessite,  etc.,  but,  as  already 
remarked,  they  are  not  distinguishable  from  one  another  optically. 
Delessite  frequently  forms  the  amygdules  filling  vesicular  cavities  in 
basalts.  It  often  coats  the  walls  of  the  cavity  with  successive  layers, 
appearing  in  cross-section  as  concentric  bands.  In  some  cases  it 
forms  minute  spherulites. 

ReaemUances. — ^The  principal  varieties  of  orthochlorites  are  dis- 
tinguished from  one  another  optically  by  the  following  characteristics: 

In  clinochlore  and  prochlorite,  generally  distinctly  biaxial  char- 
acter, optically  positive  (+);  penninite,  uniaxial  character,  in  some 
cases  positive,  in  others  n^ative.  In  clinochlore  somewhat  higher 
double  refraction,  as  in  quartz;  in  penninite  extremely  low  double 
refraction,  with  indigo-blue  interference  color.  In  clinochlore  twin 
lamin®  often  noticeable  in  cross-section,  and  colors  and  pleochroism 
somewhat  stronger  than  in  penninite.  The  other  varieties  are  leK^^ 
nized  by  their  colors  and  biaxial  or  uniaxial  character.  The  chlorites 
resemble  some  micas,  but  are  distinguished  from  them  by  lower 
double  refraction,  and  optically  positive  character  in  most  cases. 

Chlorite  resembles  serpentine  in  color,  refraction,  and  double 
refraction.  Serpentine  differs  from  all  chlorites,  except  optically 
negative  penninite,  in  being  optically  negative  with  the  bisectrix  X 
perpendicular  to  the  direction  of  the  cleavage  surface;  but  possibly 
optically  positive  in  the  fibrous  forms,  with  the  bisectrix  Z  parallel 
to  the  length  of  the  fibers.  Serpentine  and  optically  negative  pen* 
ninite  can  be  distinguished  from  one  another  only  by  chemical  means. 

SERPENTINE. 

CoiiPosmoN:  H«Mg^i,Og. 

MoNOCLiNic  or  orthorhombic  {?). 

Cleavage:  pinacoidal,  parallel  to  (010)  (Dana),  sometimes  distinct,  also 
prismatic  (50°)  in  fibrous  varieties,  chrysotile.  Fracture  usually 
conchoidal  or  splintery.    H.  —2.5-4,  rarely  5.5.    Sp.  gr.  «2.50-2.65. 

Optical  Propebties.  Biaxial,  axial  plane  parallel  to  (100),  bisectrix  X 
perpendicular  to  (010),  Z  parallel  to  length  of  fibers.  Optically  nega- 
tive (— )  in  lamellar  varieties,  positive  (+)  in  chrysotile.  2E  variable, 
from  16''  to  98"*  Tschermak.  2F  -  20**  to  90°  JAvy  and  Lacroix.  Refrac- 
tion low.  a«1.560,  i9«1.570,  /-"^l-STl,  r-« "0.011  in  antigorite, 
Uvy  and  Lacroix;  0.013  in  chrysotile,  Rosenbusch;  p>v. 
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Color:  various  shades  and  tones  of  green,  sometimes  brownish  red,  yel- 
low, nearly  white.  In  thin  section  sometimes  faintly  pleochroic.  Luster: 
subresinous  to  greasy,  pearly  to  earthy. 

Chemical  Composition. — Serpentine  is  a  magnesium  silicate  with 
considerable  combined  water,  H4Mg3Si209,  or  3MgO-2Si02-2H20=« 
Si02  44. 1 ,  MgO  43.0,  HgO  12.9  =  100.  It  often  contains  FeO,  replacing 
MgO,  and  sometimes  NiO.  Some  varieties  contain  small  amounts 
of  almninium  and  appear  to  be  intennediate  in  composition  between 
serpentine  and  chlorite;  serpentine  and  negative  penninite  resemble 
one  another  closely  optically,  so  that  Tschermak  and  others  suggest 
a  probable  transition  from  one  to  the  other. 

Alteration. — Serpentine  is  decomposed  by  hydrochloric  and  sul- 
phuric acids.  Serpentine  alters  by  the  addition  of  water  and  eventual 
decomposition  into  silica  in  the  form  of  opal,  chalcedony,  or  quartz, 
and  into  carbonates. 

Crystal  Fonns. — Euhedral  crystals  of  serpentine  are  not  known. 
It  always  forms  a  decomposition  product  from  other  minerals  and 
occurs  as  pseudomorphs  after  them  or  in  irregularly  shaped  crystals 
or  aggregations  of  microscopic  crystals.  It  is  in  some  cases  laminated, 
in  crystals  cleaving  into  m^ascopic  laminse,  as  in  antigorite,  or  into 
microscopic  scales  often  oriented  in  various  positions  in  the  serpen- 
tine mass.  In  many  cases  it  is  fibrous,  as  in  chrysotHej  in  which  the 
fibers  are  parallel  to  one  another.  They  may  also  be  more  or  less 
divergent  or  radiatmg,  as  in  metaxite  and  picrolite.  But  these  different 
modes  of  arrangement  may  occiu*  in  one  mass  of  serpentine. 

Cleavage. — Pinacoidal,  sometimes  distinct,  in  antigorite  varieties, 
assmned  to  be  parallel  to  (010) ;  laminse  flexible  to  brittle,  inelastic. 
Also  prismatic,  well  developed,  in  chrysotile  varieties,  with  an  angle 
of  50°;  fibers  often  flexible  and  silk-like.  Fracture  in  massive  varie- 
ties subconchoidal  to  splintery. 

Optical  Properties. — Biaxial,  with  the  plane  of  the  optic  axes 
perpendicular  to  the  pinacoidal  cleavage,  with  the  bisectrix  X  nor- 
mal to  the  laminae.  According  to  Dana  the  pinacoidal  cleavage  is 
parallel  to  (010),  according  to  Lacroix  it  is  (100).  To  conform  with 
the  pinacoidal  cleavage  in  chlorite  and  talc  it  would  seem  advisable 
to  consider  the  cleavage  pmacoid  in  serpentine  (001).  In  laminated 
serpentine,  antigorite,  the  bisectrix  X  is  the  acute  bisectrix;  the 
optical  character  is  negative  (— ).  In  fibrous  serpentine  the  bisec- 
trix Z  is  parallel  to  the  length  of  the  fibers  and  is  the  acute  bisec- 
trix. This  variety  is  therefore  optically  positive  (-!-).  The  plane 
of  the  optic  axes  is  in  the  plane  of  the  longer  diagonal  of  the  rhombic 
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cross-section  of  the  prismatic  cleavage.  If  the  axis  of  the  fibers  is  c, 
then  the  optical  orientation  is  X  ||  6,  Y\\a,  Z  \\  c.  Assuming  the  pina- 
coidal  cleavage  to  be  basal  (001),  then  X||  c;  and  if  the  optical  orien- 
tation remains  the  same  in  the  laminated  and  fibrous  varieties,  it 
is  necessary  to  assume  that  the  fibers  are  prisms  parallel  to  either 
a  or  b. 

The  angle  between  the  optic  axes  varies  within  wide  limits.  For 
antigorite,  Tschermak  found  2£=  16^-98^,  ^>  v.  For  chrysotile  from 
Reichenstein,  2£=I6''  30',  Reusch;  from  Amelose,  2jS=50^  Brauns. 

The  refraction  is  low.  On  antigorite  from  Canton  Wallis,  a=  I.560, 
^=1.570,  /•=  1.571,  7--a=0.011,  L^vy  and  Lacroix;  /?,=  1.574, 
Des  Cloizeaux.  On  antigorite  from  Kosgrube,  ay=  1.490,  /9y=  1.502, 
;^y=  1.511,  T"— a=0.021,  Hamberg.  On  chrysotile  from  Canada, 
n=1.54,  T*— a  =  0.013  as  a  maximmn,  Rosenbusch.  The  double 
refraction  is  slightly  higher  than  that  of  quartz,  about  that  of  clino- 
chlore. 

Color. — ^Leek-green,  oil-  and  siskin-green  to  blackish  green;  brown- 
ish red  or  yellow,  rarely  white.  In  thin  section  colorless  to  green, 
yellowish,  brownish,  seldom  red.  Pleochroism  faint,  somewhat  as  in 
chlorite. 

Inclusions  in  serpentine  are  in  part  those  present  in  the  minerals 
from  which  serpentine  has  formed,  together  with  remnants  of  the 
partly  altered  original  mineral.  They  may  also  be  minerals  formed 
at  the  same  time  as  the  serpentine,  as  magnetite  and  hematite,  car- 
bonates and  silica  in  the  form  of  opal  or  quartz. 

Modes  of  Occurrence. — Serpentine  occurs  chiefly  as  an  alteration- 
product  of  non-aluminous  ferromagnesian  minerals,  olivine,  pyroxene, 
amphibole,  and  others  in  igneous  and  metamorphic  rocks.  It  may 
fill  the  space  formerly  occupied  by  the  original  mineral  as  a  pseu- 
domorph,  or  it  may  be  deposited  in  other  parts  of  the  rock  in  cavi- 
ties and  veins,  or  replacing  other  minerals.  The  commonest  source 
of  serpentine  is  olivine,  in  which  case  the  serpentine  forms  along 
the  surface  of  the  crystal  and  of  cracks  through  it,  producing  fibers 
or  scales  nearly  perpendicular  to  the  surfaces  of  the  crystal  frag- 
ments, the  central  portion  of  a  fragment  eventually  being  replaced 
by  serpentine  fibers  in  various  orientations.  The  resulting  pseudo- 
morph  in  section  appears  as  a  network,  the  original  cracks  represent- 
ing the  cords.  These  are  sometimes  marked  by  the  deposition  of 
iron  oxide,  magnetite,  or  hematite,  resulting  from  the  oxidation  of 
the  ferrous  iron  in  the  olivine.  Or  the  serpentine  may  be  colored 
more  strongly  near  the  cracks  by  greater  content  of  iron  oxide  in 
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their  proximity.  In  some  instances  there  are  subordinate  networks 
within  the  principal  network,  in  which  the  smaller  or  secondary 
cracks  are  occupied  by  veins  of  fibrous  serpentine  instead  of  iron 
oxide. 

Lamellar  serpentine  has  been  developed  from  olivine  in  the 
olivinefels  of  Norrland,  Sweden,  and  in  serpentines  of  the  Tyrol.  It 
is  probable  that  the  red  lamellar  alteratioh-product  commonly  formed 
from  olivine  and  called  iddingsite  is  a  lamellar  serpentine,  antigorit^, 
colored  by  red  oxide  of  iron. 

The  formation  of  serpentine  is  often  accompanied  by  that  of 
tremolite  and  actinolite,  less  often  of  talc.  Serpentine  results  from 
the  alteration  of  enstatite  and  hypersthene,  orthorhombic  amphibole, 
and  occasionally  from  that  of  aluminous  and  calcic  varieties  of 
pyroxenes  and  amphiboles.  The  resulting  structure  of  the  serpen- 
tine is  not  specially  characteristic,  except  in  the  case  of  certain  amphi- 
boles described  by  Weigand,  in  which  the  serpentine  fibers  bear  the 
same  relation  to  the  cleavage  cracks  as  they  do  to  the  fracture  cracks 
in  olivine.  The  cross-cleaved  antigorite  of  the  Alps,  described  by 
von  Drasche  and  Hussak,  has  been  considered  the  result  of  alteration 
from  pyroxene. 

Resemblances  to  Other  Minerals. — Serpentine  is  most  like  chlorite, 
especially  optically  negative  penninite,  from  which  it  can  be  distin- 
guished only  by  chemical  means.  In  general,  chlorite  is  more  pleo- 
chroic  and  is  optically  positive  (+).  The  peculiar  netlike  structure 
of  serpentine  when  altered  from  olivines  and  some  amphiboles  is 
distinctive. 

Laboratory  Production. — Serf>entine  has  been  produced  by  A. 
Gages  in  a  transparent  mass  by  placing  a  solution  of  gelatinous  sili- 
cate of  magnesium  in  a  dilute  solution  of  potash.  The  serpentine 
deposited  after  some  months'  standing. 

TALC. 

H2Mg3(Si03)4. 

Chemical  Composition. — An  acid  metasilicate  of  magnesium. 
H20.3MgO-4Si02=Si02  63.5,  MgO  31.7,  H2O  4.8=100.  Nickel  is 
sometimes  present  in  small  amount.    Not  decomposed  by  acids. 

Orthorhombic  or  Monoclinic  (?).  Euhedral  crystals  not  known. 
Rarely  in  tabular  crystals,  hexagonal  or  rhombic  in  outline,  with  a 
prismatic  angle  of  60°.  Commonly  foliated,  also  in  globular  and 
stellate  groups,  sometimes  compact,  fibrous,  and  cryptocrystalline. 
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Cleavage  perfect  parallel  to  (001);  lamiiue  flexible  but  inelastic. 
Percussion  figure  as  in  mica,  but  with  the  leading  line  parallel  to 
the  axis  6.    Sectile.    H.«l.    Sp.  gr.=*  2.7-2.8, 

Optical  Properties. — Biaxial,  plane  of  optic  axes  parallel  to  (100). 
The  acute  bisectrix  X  normal  to  (001).  Optically  n^ative  (— ). 
Axial  angle  small  and  variable,  2^=6^-40°.  Indices  of  refraction 
low,  double  refraction  high.  On  talc  from  Pennsylvania,  a, » 1.539, 
jj,  =  1.589,  ry=  1-589,  7'-a=0.050,  Zimanyi;  ^--a- 0.038-0.043, 
Siberia,  Michel-L4vy.  Dispersion  noticeable,  p>v.  Sections  of 
spherulitic  aggregates  between  crossed  nicols  in  parallel  light  yield 
interference  crosses  with  positive  character  and  brightly  colored 
quadrants,  according  to  Roeenbusch. 

Color. — Apple-green  to  white  or  silvery  white,  also  greenish 
gray  to  dark  green.  Brownish  and  reddish  when  impure.  In  thin 
section  colorless.    Luster  pearly  on  cleavage  surface. 

Modes  of  Occurrence. — ^Talc  is  commonest  in  the  crystalline 
schists,  forming  talc-schist,  steatite,  or  soapstone,  and  also  occiuring 
in  other  rocks,  as  serpentine,  chloritic  schist,  and  dolomite.  It 
often  contains  crystals  of  carbonates,  actinolite,  tourmaline,  mag- 
netite, and  rutile.  In  igneous  rocks  it  is  an  alteration-product  of 
non-aluminous  magnesian  silicates,  such  as  olivine,  enstatite,  and 
tremolite,  but  is  not  so  frequently  developed  as  serpentine. 

Resemblances. — Talc  is  most  like  muscovite  in  the  microscopic 
form  of  sericite,  from  which  it  is  not  distinguishable  optically,  the 
only  means  of  distinction  being  chemical.  It  also  resembles  brucite, 
which,  however,  is  optically  positive  and  imiaxial. 

GLAUCONITE. 

Silicate  of  iron  and  potassium  with  aluminium  and  water,  in 
variable  proportions,  and  usually  mixed  with  other  materials.  Some 
varieties  are  entirely  decomposed  by  hydrochloric  acid,  while  others 
are  not  attacked. 

Amorphous,  resembling  earthy  chlorite.  Usually  in  small  glob- 
ular masses  or  grains  of  somewhat  varied  shapes.  Granular  in 
texture;  the  larger  globules  are  sometimes  radially  fibrous.  H.»2. 
Sp.  gr.= 2.2-2.4. 

Optical  Properties. — Biaxial  in  lamellar  aggregation,  with  2£» 
30*^-40°,  but  varying  in  some  places  to  0°,  according  to  L,  Cayeux. 
Index  of  refraction  low,  double  refraction  in  lamellar  varieties  as 
strong  as  in  mica  (Cayeux),  weak  in  minutely  grained  aggr^ates 
probably  from  compensation  by  overlying  particles. 
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Color. — Olive-green,  blackish  green,  yellowish  to  grayish  green.  In 
thin  section  yellow-green,  sea-green  to  dark  green,  sometimes  blue- 
green,  Pleochroic  in  lamellar  varieties:  dark  green  parallel  to  the 
lamells,  bright  yellow  at  right  angles  to  the  lamellse. 

Modes  of  Occimrence. — Chiefly  in  sedimentary  rocks,  as  in  the 
greensands  of  the  Cretaceous,  rarely  in  limestones  of  other  periods. 
Often  forms  casts  of  the  shells  of  rhizopods,  even  of  recent  date, 
being  found  in  deep-sea  soimdings.  Glauconite  also  occurs  in  amyg* 
daloidal  cavities  in  igneous  rocks. 

KAOLINITE. 
H^AlzSiaOg. 

Composition.— 2H2O.AI2O3 -28102=8102  46.5,  A^Oa  39.5,  H2O 
14.0=100.  8ilicate  of  aluminiimi  with  combined  water.  Insoluble 
in  hydrochloric  acid,  slowly  soluble  in  hot  sulphuric  acid. 

Monodinic ;  a:6:c=0.5748: 1 : 1.5997,  ^=83^  11'.  Euhedral  crys- 
tals  are  bounded  by  (010),  (001),  (110),  (111).  Crystals  are  usually 
thin  plates  parallel  to  (001),  with  hexagonal  or  rhombic  outline, 
having  edges  at  60®  and  120®.  Also  in  irregularly  shaped  scales. 
Twinning  as  in  mica,  with  adjacent  parts  making  six  sectors  as  in 
clinochlore.  Also  in  superimposed  twinned  laminae.  Often  in  fan- 
like aggregates.     Usually  in  a  clay-like  mass,  friable  or  mealy. 

Cleavage  perfect  parallel  to  (001);  laminse  flexible,  but  inelastic. 
A  cleavage  parallel  to  the  hexagonal  edges  of  the  basal  pinacoid, 
corresponding  to  the  cracks  of  a  percussion  figure,  has  been  observed 
by  H.  Reusch.    H.  =  2^2.5.    8p.  gr.= 2.6-2.63. 

Optical  Properties. — Biaxial,  with  the  plane  of  the  optic  axes 
perpendicular  to  (010)  and  inclined  to  (001),  so  that  the  acute  bisec- 
trix X  makes  an  angle  of  about  20®  with  the  normal  to  (001),  lying 
in  the  acute  angle  /?.  The  bisectrix  Z  is  normal  to  (010).  Optically 
negative  (— )•  Axial  angle  90®  in  some  occurrences,  small  to  almost 
0®  in  others.  Index  of  refraction  low,  1.555,  near  that  of  Canada 
balsam.    Double  refraction  low,  7-— a =0.008  approx. 

Colon — White,  grayish,  yellowish,  sometimes  brownish,  bluish,  or 
reddish.  In  thin  section  colorless.  Luster  pearly  on  cleavage  sur- 
face.   In  mass  pearly  to  dull. 

Modes  of  Occurrence. — Chiefly  the  result  of  the  alteration  of 
aluminous  silicates,  as  feldspar,  nephelite,  scapolite,  etc.  Usually  in 
minute  scales  in  confused  aggregation.  Often  accumulated  in  large 
deposits  from  the  alteration  of  aluminous  rocks.    Usually  containing 
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numerous  impurities  in  the  form  of  quartz  and  other  minerals.  Abo 
in  veins  associated  with  ore  deposits,  and  occasionally  in  well-crys- 
tallized forms  in  cavities  in  quartz  veins,  as  at  the  National  Bell 
Mine,  Silverton,  Colo.  Various  modifications  of  kaolinite  have 
]|eceived  different  names,  as  nacrite,  pholerUe,  ancudile,  rectorile,  etc. 
Resemblances. — Kaolinite  resembles  muscovite,  talc,  and  hydrar- 
gillite,  but  is  distinguished  from  these  minerals  by  its  lower  refrac- 
tion and  double  refraction. 

BRAVAISITE. 

A  hydrous  silicate  of  aluminium,  composed  of  Si02  51.4,  AI2O3  18.9, 
FezOa  4.0,  MgO  3.3,  CaO  2.0,  KgO  6.5,  HgO  13.3=99.4.  Partially 
attacked  by  acids. 

In  thin  layers  and  schistose  masses  consisting  of  fine  fibers  or 
scales  mostly  in  parallel  position,  in  places  intersecting  at  right  angles. 
Unctuous  to  the  touch.  Paste-like  when  wet.  When  dry,  H.  =  l-2. 
Sp.  gr.=2.6. 

Optically  negative  (— );  acute  bisectrix  X  nearly  normal  to 
plane  of  schistosity;  2E=40^  approx.  Extinction  parallel  to  the 
axis  of  the  fibers.  Double  refraction  strong.  Color  gray  to  greenish 
gray.  Appearance  clay-like.  Occurs  in  layers  in  the  coal  and  bitu- 
minous schists  of  Noyant,  Dept.  Allier,  France. 

ASTROLITE. 


Ill  XIX 


H(Na,K)2(FeOH)FeAl(Si03)5. 

Si02  52.14,  AI2O3  8.15,  Fe20*3  13.05,  FeO  12.01,  NazO  6.62, 
K2O  5.20,  H2O  2.83=100.  Not  attacked  by  hydrochloric  or  sul- 
phuric acids.    Water  given  off  above  200°. 

In  spheroids  2  to  6  mm.  in  diameter,  radially  fibrous,  composed 
of  microscopic  scales  or  plates.  H.  =  3.5.  Sp.  gr.=2.78,  average. 
Optically  negative  (— );  acute  bisectrix  X  normal  to  plates;  extinc- 
tion parallel  to  length  of  fibers;  2E=4S^  approx.;  dispersion  weak, 
p>v;  a  =  1.570,  ^  =  1.594,  r  =  1-597,  r-«  =0.027.  Color  green- 
yellow;  in  thin  section  siskin-yellow  with  green  tint.  Pleochroism, 
siskin-yellow  parallel  to  the  length  of  fibers,  pale  yellow  to  colorless 
at  right  angles  to  this  direction.  Luster  on  cleavage  face  vitreous 
to  pearly.  Astrolite  occurs  as  inclusions  in  black  quartz-schist  and 
limestone  in  diabase  tufif  near  Neumark  in  Saxony. 
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CHLOROPAL. 
(?)  HeFe2(Si04)3+2H20. 

Chemical  Composition. — Hydrated  iron  silicate,  perhaps  with  the 
formula  given.  Fe203-3Si02-6H20=Si02  41.9,  Fe203  37.2,  H2O 
20.9=100.  Alumina  is  present  in  some  varieties.  CJUoropcU  is  par- 
tially decomposed  by  hydrochloric  acid;  the  variety  known  as  pin- 
quite  is  completely  decomposed  with  the  separation  of  pulverulent 
silica;    norUronite  gelatinizes  with  hydrochloric  acid. 

Honoclinic;  compact  massive  with  an  opal-like  appearance; 
also  earthy.  Composed  of  microscopic  plates  or  laminse  like  mica 
in  radiating  aggregates. 

Cleavage  distinct  parallel  to  the  surface  of  the  plate  (001) ;  also 
parallel  to  a  prism  (110)  with  angle  of  63^-64°.  Fracture  conchoidal 
to  splintery.  Feebly  adhering  to  the  tongue,  and  meager  to  the 
touch.  Fragile.  NorUronite  has  an  unctuous  feel,  flattens  and  grows 
lumpy  under  the  pestle,  and  is  polished  by  friction.  PinguUe  is 
extremely  soft,  like  new-made  soap,  with  a  slightly  resinous  luster, 
not  adhering  to  the  tongue.  H.=  l-2  nontronite,  2.5-4.5  chloropal. 
Sp.gr.  =  2.105  chloropal,  Ceylon;  2.08-2.35  nontronite,  St.  Par- 
doux. 

Optical  Properties. — Nontronite,  optically  negative  (— ),  acute 
bisectrix  X  normal  to  laminae,  Lacroix;  according  to  Weinschenk 
it  is  inclined  5°-6°  to  this  normal;  2£=55° 'approx.  Lacroix. 
a  =1.625,  Y  =  1.655,  y-a  =0.030  Hungary,  Larsen. 

Color. — Chloropal :  greenish  yellow  and  pistachio-green.  Non^ 
tronite :  straw-yellow,  canary-yellow  to  greenish;  pleochroism  slight, 
yellowish  parallel  to  the  lamellar  cleavage,  yellow-green  to  greenish 
yellow  at  right  angles  to  it.    Luster  dull  or  glistening. 

Occurrence. — Chloropal  occurs  like  clay  at  XJnghwar,  Hungary. 
Nontronite  is  found  partly  along  ore  veins,  as  at  Nontron,  near  St.  Par- 
doux,  France;  or  along  fissures  as  an  alteration  product  of  granitic 
rocks.  At  Passau  it  is  associated  with  graphite  and  is  traversed 
by  asbestus  and  hornblende.  Other  varieties  of  this  mineral  with 
slightly  different  physical  aspect  are  feUbol,  liver-brown,  and  ^o- 
minitef  grass-green. 
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MOSANDRITE  6R0XTP. 

Johnstrupite. 

Mosandrite. 

Rinkite. 

Chemical  Composition. — Complex  silicates  of  the  cerium  metals, 
calcium  and  sodium  chiefly,  with  titanium  and  fluorine.  For  john- 
strupite Brogger  suggests  a  formula  analogous  to  that  of  epidote, 
to  which  these  minerals  show  crystallographic  resemblances: 

I     Vl(R2)4Ri3R2(Si04)i2.    R=Na,H;  R=Ca,Mg;  R=Ce,Y,Al,Fe; 
^  FR  -• 

R=Ti,Zr.    The  group  in  the  brackets  is  regarded  as  corresponding 

ni 

to  the  bivalent  group  (ROH)  in  epidote.    Similar  formulas  have  been 
suggested  for  the  other  minerals. 

SiOs      TiOa    ZrOs    ThOa  ObOs    Ce^      Y^,    AlsGs  FesOt      OaO 

1.  Johnstrupite    30.50    7.57  2.84  0.79  0.80  12.71*   1.11  1.52  0.50     27.76 

2.  Mosandrite      30.71    5.33  7.43  0.34  6.34  10.45»  3.62    —    0.56     22.53 

3.  Rinkite  29.08  13.36    —      —      —    21.25^0.92    —    0.44«>  23.26 

MgO     MnO     NaaO      KgO       H2O         F 

1.  1.63     tr.     6.67    0.12     1.41     5.98  -   101.91  less  O  for  F  2.50«   99.41 

2.  0.63    0.45   2.44    0.38    7.70    2.06  -   100.87  "  0.86«100.01 

3.  —       —      8.98      —        —       5.82  =   103.11  "  2.45«100.66 

•  Incl.  LajiOs,  DiaOs.  *  FeO. 

Mosandrite  is  decomposed  by  hydrochloric  acid,  with  separation 
of  silica  and  the  formation  of  a  dark-red  solution,  which  on  heating 
gives  off  chlorine  and  becomes  yellow.    Rinkite  is  easily  decomposed 
by  dilute  acids,  with  the  separation  of  silica  carrying  titanium. 
Monoclinic— Johnstrupite,  a:6:c=  1.6229: 1 : 1.3911,  ^=86°  55}'. 

p.  ra:6:5c=1.5688:l:1.4610,i8=88^47'. 

Kmkitej   a.j,.c=i568g. 1.0.2922. 

Brogger  shows  that  the  three  minerals  of  this  group  are  all  simi- 
lar in  angle  to  both  zoisite  and  epidote.  Des  Cloizeaux  had  already 
pointed  out  the  resemblauce  in  form  between  mosandrite  and  zoisite. 

Euhedral  crystals  of  johnstrupite  are  prismatic  parallel  to  the 
c  axis  and  flattened  parallel  to  a(lOO),  the  prism  /(210)  most  promi- 
nent; also  other  prism  faces  of  the  third  and  second  kinds  (Fig.  1). 
Faces  in  prismatic  zone  striated  parallel  to  c  axis. 

In  mosandrite  the  crystals  are  long  prisms  parallel  to  the  c  axis, 
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flattened  parallel  to  a(lOO),  but  without  terminal  planes.  Forms  in 
prismatic  zone  the  same  as  in  johnstrupite,  with  nearly  the  same  angles. 
In  rinkUe  the  crystals  are  short  prisms,  or  thick  plates  parallel 
to  a  (100),  with  faces  in  the  zone  of  c  and  of  b  axes  as  in  johnstrupite 
(Fig.  2). 


Fig.  1.  Fio.  2. 

Twinning  plane  (100)   often  in  polysynthetic  lamellae. 

Cleavage  parallel  to  (100)  distinct.  H.=»4;  mosandrite;  5,  rinkite* 
Sp.  gr.  =  2.93-3.03,  mosandrite;   3.29,  johnstrupite;   3.46,  rinkite. 

Optical  Properties. — Optically  positive  (+);  plane  of  the  optic 
axes  parallel  to  (010)  in  johnstrupite  and  mosandrite  (Fig.  3),  at  right 
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Fio.  3. 


FiQ.  4. 


angles  to  (010)  in  rinkite  (Fig.  4) .  In  johnstrupite  and  mosandrite 
the  acute  bisectrix  Z  nearly  normal  to  (100);  X  inclined  2\^  to  the 
c  axis,  whether  in  the  acute  or  obtuse  angle  /?  is  not  known;  disper- 
sion of  the  bisectrices  weak.  Axial  angle  large  and  dispersion  strong, 
p>v.  In  johnatrujnte,  2£=124°  40',  27,=71^  10.5',  2Fy=69^  54', 
2V^  =68^  20',  Brogger.  a  =  1.661,  ^  =  1.666,  r  =  1673,  r  -  «  =0.012, 
Larsen. 

In  mosandrite  from  Laven,  2£  =  128°  37',  2Fy=74°  14',  and 
ay  =  1.6455,  ^y  =  1.649,  ry  =  1.6577,  ry-^y  =0.0122  Wtilfing. 
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In  rinkiie  Y  is  inclined  7.5^  to  the  c  axis,  probably  in  the  acute 
angle  ^,  for  the  acute  bisectrix  Z  is  apparently  normal  to  (100),  Lo- 
renzen.    Angle  between  the  optic  axes  moderate;  dispersion  strong, 

2Er  =  73^  58',  2£:w  =  78°  6',  Mallaid. 
ar=  1.6595,  ay=  1.6654,  a^^  1.6693. 
/3,=  1.6627,  ^y=  1.6682,  ^,,=  1.6727,  )9y-ay= 0.0028,  Osann. 

Color  in  fresh  moaandrUe  reddish  brown,  altering  to  dull  greenish 
or  yellowish  brown;  in  johmtrupite  brownish  green.  In  thin  section 
colorless  to  yellowish,  with  the  pleochroism  scarcely  noticeable.  In 
thick  plates  X  very  light  yellow,  Y  light  brownish  yellow,  Z  light 
greenish  yellow.  In  rinkiie  the  color  is  yellowish  brown  to  straw- 
yellow.  Pleochroism  in  thick  sections:  X  colorless,  Y  light  yellowish 
white,  Z  yellow.  Luster  vitreous  on  cleavage  surface  to  greasy  or 
resinous  elsewhere. 

Occurrence. — Mosandrite  and  johnstrupite  occur  in  nephelite- 
syenites  and  closely  related  rocks,  chiefly  in  the  region  of  the  Langesund 
fjord,  Norway;  also  in  the  aphanitic  and  lava  equivalents  in  other 
localities.  In  the  nephelite-syenite  pegmatites  it  is  often  accompa- 
nied by  fluorite,  rosenbuschite,  and  (?)  wohlerite. 

Rinkiie  occurs  in  large  crystals  in  the  nephelite-syenite  at  Kan- 
gerdluarsuk,  Greenland;  also  in  similar  rocks  of  the  Serra  de  Tingui; 
and  appears  to  be  more  widely  distributed  than  mosandrite  in  other 
nephelite-syenites  and  their  aphanitic  equivalents.  It  is  often  inter- 
grown  with  fluorspar  and  rosenbuschite,  and  accompanied  by  livenite, 
astrophyllite,  and  (?)  wohlerite. 

ASTROPHYLLITE. 

(?)R4R4Ti(Si04)4. 

I 
Chemical  Composition. — Perhaps  an  orthosilicate  in  which  R«H, 
II 
Na,K,  and  R=Fe,Mn  chiefly,  including  also  Fe203. 

SiOa      TiOa     ZrO,   AI2O3  FeiOs     FeO       MnO    MgO     CaO    Na,0    KjO 

1.  Brevik        33.23    7.09  4.97  4.00  3.75  23.68    9.90  1.27  1.13  2.51  5.82 

ign.  1.86»  99.11 

2.  Eikaholm   33.02  11.11  3.65  0.98  2.53  21.76  11.96  0.92  1.26  2.77  5.78 

ign.  3.47,  F0.97«100.18 

3.  Colorado     34.68  13.58  2.20  0.70  6.56  26.10    3.48  0.30    —    2.54  5.01 

ign.  3.54,  CuO  0.42,  Ta205(?)  0.80-  99.81 
Specific  gravity,  (1)  3.324;  (3)  3.375. 

Decomposed  by  hydrochloric  acid  with  separation  of  silica  in  scales. 


ASTROPHYLLITE. 


489 


Orthorhombic ;  a: &:c=0.99025: 1:4.7101. 

Euhedral  crystals  often  elongated  parallel  to  the  c,  or  to  the  a, 
axis;  flattened  parallel  to  (010).  Faces  present  6(010),  y(038)^ 
i9(0.1.50),  t(434),  and  others  (Fig.  1). 

Anhedral  crystals  in  long  thin  strips  or  blades,  or  in  stellate  groups. 

Cleavage  perfect  parallel  to  (010)  in  brittle  laminse;  very  imper- 
fect parallel  to  (001).  Percussion  figure  on  cleavage  plates  consists  of 
two  rays  crossing  at  from  81°  to  85°,  nearly  parallel  to  (014).  H.  =  3* 
Sp.gr.  =  3.3 -3.4. 


Fig.  1. 


Fia.  2. 


Optical  Properties. — Optically  positive  (+);  axial  piane  parallel 
to  (001) ;  acute  bisectrix  Z normal  to  (100),  X\\hyY \\ c,Z\\a  (Fig.  2). 

Angle  between  the  optic  axes  large,  2£=  160°,  Langesimd,  Brogger. 
p>v.    Refraction  and  double  refraction  high. 

Langesund,  ay=  1.678,  ^y=  1.703,  /'y=  1.733,  7-y-ay=0.055, 

L6vy-Lacroix^ 

Color. — Bronze-yellow  to  gold-yellow;  in  thin  section  pleochroic,. 
X  deep  orange-yellow,  Y  lemon-yellow,  Z  orange.  Luster  submetallic^ 
pearly. 

Occurrence. — Astrophyllite  occurs  in  nephelite-syenite  in  the 
Langesund  fjord,  Norway;  on  the  Kola  Peninsula;  at  Kangerdluarsuk 
in  Greenland;  near  Montreal,  Canada;  in  pulaskite  at  Magnet  Cove, 
Ark.;  in  soda-granite  with  arfvedsonite  at  Peter's  Dome,  Pike's 
Peak;  and  elsewhere. 

A  mineral  similar  to  astrophyllite  in  physical  characters, — habit^ 
cleavage,  refraction  and  double  refraction, — ^but  different  in  the  direc- 
tion of  absorption,  X=Y  straw-yellow,  Z  gold-yellow,  Z>X=Y, 
occurs  in  nephelite-syenites  of  Umptek  and  Lujavr  Urt,  Kola,  and 
has  been  called  lamprophyllUe  by  Hackman. 
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NEPTUNITE. 

R20RO.Ti02 -48102. 

Composition.— Possibly  a  metasiiicate,  R'2R'Ti (8103)4;  R'«Na, 
K;  R"'=Fe(Mn,Mg,Ca).  Titanosilicate  of  sodium,  potassium,  and 
iron,  with  small  amounts  of  manganese,  magnesium,  and  calcium. 
In  composition  somewhat  similar  to  astrophyllite,  but  possibly 
metasilicate.     Insoluble  in  hydrochloric  acid. 

SiOi  TiOt  FeO  MnO  CaO  MgO    NasO    KtO 

Greenland..  51.53  18.13  10.91  4.97  —  0.49   9.26   4.88*100.17  Flink 

..  51.93  17.45  10.23  5.32  0.71  —     9.63    5.71 « 100.98  Sj68tr6m 

CaUfomia..  53.44  17.18  11.23  1.78  0.25  1.82   9.14   5.39-100.23  Blasdale 


Monoclinic— a :  6 :  c  =  1 .3 1639 : 1 : 0.8075.  ^9 = 64^  22'.  Euhedral 
crystals  are  prisms  with  (110)  and  (100),  terminated  by  numerous 
forms,  (111),  (111),  (211),  (3ll)  and  others.  Twinning  plane  (001), 
contact  twins,  rare. 

Cleavage  perfect  parallel  to  (110).  Fracture,  conchoidal;  brittle. 
II.  =5-6.     Sp.  gr.  =  3.18-3.23. 

Optical  Properties. — Biaxial;  optically  positive  (+);  plane  of 
the  optic  axes  normal  to  (010).  Z  inclined  14®  to  18°  to  c  axis  in 
obtuse  angle  /?.  2F  rather  large;  p<v  extreme;  dispersion  of  the 
bisectrix  strong;  a  =1.690,  /?  =  1.697  to  1.705,  r  =  l-736,  ^-a  =-0.046, 
Larsen. 

Color  black.  In  thin  sections  blood-red;  strongly  pleochroic; 
X  pale  yellow  to  reddish  yellow,  Y  yellowish  red,  Z  deep  ochrous 
yellow  to  brownish  red;  obsorption  Z>Y>X.  Luster  resinous  to 
metallic. 

Occutrdnce. — Neptunite  occurs  with  benitoite  in  cavities  with 
natroUte  and  a  blue  amphibole  in  an  altered  diabase  associated 
with  serpentine  south  of  New  Idria,  8an  Benito  Co.,  California. 
It  is  also  found  in  Greenland. 

BENITOITE. 
BaTiSiaOo. 

Composition.— Possibly  a  metasilicate,  BaTi(8i03)3,  or  BaO^TiOa 
.3SiOa*SiOB  43.71,  TiOa  19.32,  Ba  36.97.  Insoluble  in  hydro- 
chloric acid. 

Trigonal;  ditrigonal  bipyramidal  class:  c= 0.73 19.  Euhedral 
crystals  trigonal  bipyramids  p(lOll),  with  ;4(01Il),  e(01l2),  and 
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x(22il)^  often  truncated  by  c(0001),  and  modified  by  narrow  prism 
faces  m(lOlO),  /i(OlIO),  a(ll20). 


Cleavage  very  imperfect  parallel  to  (Olll).  Fracture  conchoidal 
to  subconchoidal.     H.  =  6-6.5.     Sp.  gr.  =  3.64-3.67. 

Optical  Properties. — Uniaxial,  optically  positive  (+).  ft>y= 
1.757,  £=1.804.     Double  refraction  strong,  e— a»=0.047. 

Color  pale  to  deep  blue,  generally  with  a  violet  tint,  sometimes 
colorless.  Strongly  pleochroic,  or  having  a  strong  absorption; 
E  greenish  blue  to  indigo-blue,  or  intense  purplish  blue  in  darker 
colored  parts  of  crystals.  0  colorless.  Color  often  unequally  dis- 
tributed in  a  single  crj'stal.  Luster  on  natural  surface  brilliant  to 
duU. 

Occurrence. — Benitoite  occurs  with  neptunite  in  veins  of  natrolite 
in  an  altered  diabase  associated  with  serpentine  south  of  New 
Idria,  San  Benito  Co.,  California. 


TITANITE. 
CaSiTiOs. 

Composition.— CaO,  Si02,  Ti02=Si02  30.6,  Ti02  40.8,  CaO  28.6 
«100.  Iron  is  present  in  varying  amounts,  sometimes  manganese, 
also  jrttrium  and  cerium  (eucolite-titanite). 

Alteratioa. — Imperfectly  soluble  in  hydrochloric  acid.  Titanite  is 
known  to  undergo  alteration  in  a  number  of  different  ways.  It  loses 
color  and  passes  into  a  light-yellow,  earthy  mass  accompanied  by 
calcite.  In  other  cases  an  opaque  iron  oxide  is  deposited  along  cleav- 
age cracks.  It  also  alters  to  rutile  or  anatase,  and  in  phonolite  of 
Klein-Priesen  is  replaced  by  a  mixture  of  perovskite  and  calcite,  with 
rutile  and  pyrite. 

MonocUnic;  a:6:c= 0.75467: 1:0.85429,  ^=60°  17'.  Euhedral 
crystals  very  varied  in  habit,  often  wedge-shaped  and  flattened  parallel 
to  c(001);  with  m(llO),  n(lll),  i(Ill)  (Fig.  1),  also  prismatic  with 
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e!xt«Ei3ion  of  m(llO)  (Fig.  2),  and  less  often  in  other  directions  with 
a(!00)  and  i(102)  (Fig.  3).  In  rocks  the  crystals  are  simple  in  habit, 
sections  of  crystals  beingcommonly  acutely  rhombic,  or  lath-shaped 
with  acute  terminal  edges.     Also  in  irregularly  shaped  anhedrons. 


w 


FiQ.  3.  Fio.  i. 

Twinning. — (1)  Twinning  plane  (100)  rather  common,  contact 
twins,  also  cruciform  penetration  twins;  (2)  twinning  plane  (001) 
rather  rare;  (3)  twinning  plane  approximately  parallel  to  (22^)  in 
polysynthetic  laraellffi  as  in  Fig.  4. 

Cleavage  parallel  to  (110)  rather  distinct;  parallel  to  (100)  and  (1 12) 
imperfect;  in  some  varieties  also  parallel  to  (111) 
and  (111).  Parting  parallel  to  the  twinned  lamellie 
(221)  often  easy.  H.  =  5-5.5.  Sp.  gr.  =  3.4-3.56. 
Optical  Properties. — Optically  positive  {+); 
axial  plane  parallel  to  (010);  acute  bisectrix  Z 
almost  normal  to  i(I02),  that  is,  2Ac  =  51°  in 
the  obtuse  angle  /?.  Axial  angle  generally  small, 
''  but  variable;  dispersion,  p>v,  very  large.  The 
optical  constants  of  a  lai^  number  of  varieties 
of  titanite  have  been  determined  by  Busa,  and 
may  be  found  in  Rosenbusch's  Mikroskopische 
Physiographie,  Vol.  I,  Part  II,  p.  295.  Some  of 
them  are  as  follows: 


Fio.  5. 
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St.Gothard  2^r-57^21'  2J?y=52^30'  2Egr-47<*66' 

"  27r-29**301'  27y=27°i'  2Fg,-24*' 37i' 

Arendal  2^r-78*»28'  2Ej^7l'' IT  2^g,-66*»24' 

Renfrew  -90^57'  -85^59'  -80*>  18' 

Buoe  (keilhauite)       -112*»31'  -108*»35'  -106*»37' 

St.  Gothard  ar  - 1 .8766      ^r  - 1  8839  Xr  - 1 .9987 

aj  -1.8874      h  -1.8940  yj  =2.0093     r7-a7-0.1219 

agp- 1.8989      ^gr«=  1.9041  7'«r-2.0232 

ZiUerthal  ay -1.9133      ^y -1.9206  7y -2.0536     ry-«7"-01403 

Wfldkreuajoch  -1.9042  =1.9048  -1.9171  -0.0129 

7— a-0.1219,         r-i^-0.1163,  i9-a-0.0066. 

Refraction  high;  double  refraction  very  high  in  some  directions, 
but  very  low  for  sections  nearly  normal  to  the  acute  bisectrix  Z,  since 
j9— a =0.0066.  In  thin  sections  the  interference  colors  are  gray  of  a 
very  high  order  or  of  the  lowest  order.  The  low  double  refraction  in 
the  titanite  from  Wildkreuzjoch  is  abnormal. 

Color. — Brown,  gray,  yellow,  green,  rose-red,  and  black.  In  thin 
section  colorless,  yellow,  brownish,  greenish,  or  reddish  yellow.  Pleo- 
chroism  scarcialy  noticeable  in  thin  section;  in  thicker  sections  or 
more  strongly  colored  crystals: 

X  Y  Z 

—  nearly  colorless  yellow  with  green  tint  orange  to  brownish  red 

Umptek        grayish  white  light  gray-brown  peachblow-red 
Euoolite- 

titanite    nearly  the  s^me  as  Y  pale  brownish  yellow  light  wine-yellow 

Occurrence. — ^Titanite  is  widespread  in  igneous  rocks  of  inter- 
mediate composition,  in  hornblende-granites,  diorites,  syenites,  and 
nephelite-syenites,  and  in  their  aphanitic  or  porphyry  equivalents. 
It  is  not  commonly  found  in  gabbro  or  basalt,  or  in  peridotites,  except 
when  it  occurs  as  leucoxene,  an  alteration-product  of  ilmenite  or 
titaniferous  iron  oxide.  Titanite  also  occurs  in  gneiss  and  schists, 
and  in  crystalline  limestone,  as  in  numerous  localities  in  Canada  and 
the  United  States. 

Resemblances. — ^Titanite  is  usually  well  characterized  by  its 
crystal  habit,  color,  high  refraction  and  double  refraction,  and  strong 
axial  dispersion.  But  when  anhedral  it  resembles  anhedral  crystals 
of  rutile,  xenotime,  cassiterite,  and  hussakite  when  these  are  anoma- 
lously biaxial.  They  are  then  distinguishable  by  chemical  means 
only. 

Laboratory  Production. — ^Titanite  has  been  obtained  from  fusion 
of  its  constituents  alone  at  1400°  C.  (Van  der  Belleu);  from  molten 
silicate  solutions  in  open  crucibles.     If  the  solution  was  low  in  silica, 
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perovskite  formed  instead  oi  titanite  (Bourgeois.)  It  has  been 
formed  in  graphite  crucibles  by  melting  its  constituents  with  char- 
coal at  1200^  C.  (Michel).  It  was  first  produced  by  Ebiutefeuille  by 
fusing  Si02  and  Ti02  with  an  excess  of  CaCl2- 

KEILHAUITE. 

ISCaTiSiOfi.  (Al,Fe  Y)2(Si,T0O5. 

Composition. — ^Titanosilicate  of  calcium,  aluminium,  ferric  iron 
and  the  yttrium  elements.  From  NarestO,  Norway^  Si02  30.81, 
Ti02  36.63,  Fe203  1.12,  Y2O3  6.27,  CaO  25.03,  ign.  1.13  =  100.99. 
Decomposed  by  hydrochloric  acid. 

Monoclinic. — Habit  and  angles  near  titanite.  Cleavage  parallel 
to  (1 1 1)  quite  distmct.    H. = 6.5.    Sp.  gr. = 3.52-37.7. 

Optical  Properties. — Biaxial,  optically  positive  (+).  Axial  plane 
parallel  to  (010),  p>v  strong. 

2H,=  60°39'      2Hy-.  SS^Sy      2H^-57*»28' 
2E;  =  1 12°  31'       2E,  =  108°  34'      2E^  =  106°  37' 
a  =1.915, /?  =  1.935,  r=2.03,  r-a  =0.115,  Larsen. 

ColoTy  brownish  black,  dull  brown  and  light  grayish  brown.  In 
thin  section  brownish  red  to  yellowish.     Luster  vitreous  to  resinous. 

Occurrence. — Keilhauite  occurs  in  syenite  near  Aiendal  and 
elsewhere  in  Norway.  It  closely  resembles  titanite  in  nearly  all 
respects  physically,  but  is  harder. 

PEROVSKITE. 
CaTiOa. 

Composition. — Calcium  titanate,  CaO  41.1,  Ti02  58.9=  100.  Iron 
is  present  in  small  amounts,  replacing  calcium.  Knopite  is  a  variety 
of  perovskite  in  which  the  calcium  is  in  part  replaced  by  one  of 
the  cerimn  elements.  Entirely  decomposed  by  boiling  sulphuric  acid. 
Usually  unaltered  in  igneous  rocks,  rarely  changed  to  a  greenish, 
strongly  refracting  aggregate,  resembling  leucoxene,  which  is  Ti02 
and  may  possibly  be  anatase. 

Crystal  Form. — Isometric  system.  Euhedral  crystals  in  igneous 
rocks  are  generally  octahedrons  modified  by  the  dodecahedron  and 
cube.  In  the  crystalline  schists  they  are  cubes  often  highly  modified. 
Anhedral  crystals  rare. 

Twinning  on  octahedral  face  in  the  form  of  interpenetrated  cubes. 

Cleavage  parallel  to  (100)  rather  perfect.    In  thin  section  notice* 
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able  onlj'^  in  the  larger  individuals.  Fracture  uneven  to  subconchoidal. 
H.  =  5.5.  Sp.  gr.  =  4.017  Achmatovsk,  4.03-4.039  Zermatt,  4.11 
-4.29,  knopite,  AlnO. 

Optical  Properties. — ^Isotropic  in  microBcopic  crystals.  Anomalous 
double  refraction  in  larger  orystals  witii  lamellar  structure,  the 
cause  of  which  has  not  been  satirfactorily  explained.  Index  of  refrac- 
tion high,  ny=2.38  Des  Cloizeaux,  n=2.30,  Amo,  Sweden,  Larsen. 
Therefore  the  mar^nal  shadow  due  to  total  reflection  is  strong. 

Color. — ^Pale  yellow,  orange-yellow,  reddish  brown,  grayish  black, 
in  incident  light;  grayish  white,  violet-gray,  brownish  to  reddish, 
rarely  greenish,  in  transmitted  light.  Zonal  arrangement  of  colors 
sometimes  present.    Luster  adamantine  to  metallic-adamantine. 

Modes  of  Occurrence. — Perovskite  occurs  in  basic  igneous  rocks, 
peridotite,  melilite-basalt,  ak>5ite«  a&d  in  nephelite-  and  leucite- 
bearing  rocks,  that  is,  in  titaniferous  xocks  low  or  comparatively  low 
in  silica.  It  also  occurs  to  some  extent  in  crystalline  schists;  in  pyrox<» 
ene-gneiss;  in  chlorite  slate  at  Achmatovsk  in  the  Ural;  in  talcose 
schist  in  the  valley  of  Zermatt;  in  crystalline  limestone  at  Schelingen, 
on  the  Kaiaerstuhl.  Knopite  occurs  in  the  crystalline  limestone  of 
Langorsholmen,  in  the  ncni^hem  part  of  Alno.  Perovskite  has  been 
noted  as  an  alteration-product  of  titanite  in  phonolite  at  Klein^ 
Priesen,  Bohemia. 

Resemblances. — Perovskite  when  nearly  opaque  resembles  hema% 
tite  and  ilmenite;  when  transpar^it  it  is  like  chromite,  picotite,  and 
melanite.  It  also  resembles  dysanalyte,  pyrochlore,  p3rrrhite,  and 
koppite.  From  hematite  and  ilmenite  it  is  distinguished  by  its 
insolubility  in  hydrochloric  acid.  From  the  other  minerals  it  is  dis- 
tinguished by  chemical  tests  for  the  characteristic  constituents  in 
each  case. 

Laboratory  Production. — Perovskite  has  been  formed  in  a  variety 
of  ways;  by  fusing  limestone  and  an  alkali  silicotitanate,  or  a  mix- 
ture of  lime,  titanium  oxide,  with  alkali  carbonate  at  a  high  tem- 
perature until  the  alkali  is  driven  off.  The  crystals  were  octahedral 
and  double-refracting  (Ebelmen).  It  has  also  been  produced  by 
fusing  the  constituents  of  perovskite  in  basic  silicates  or  a  silicate 
rock  and  cooling  very  slowly.  When  the  silicate  solution  is  too  sili- 
ceous, titanite  forms  in  place  of  perovskite.  The  crystals  were  octa- 
hedrons and  aggregates  and  were  irregularly  doubly  refracting  (Bour- 
geois). It  has  also  been  formed  by  the  action  of  a  stream  of  moist 
air  or  carbon  dioxide  with  hydrochloric  acid  vapor  upon  a  flux 
of  titanium  oxide,  silica,  and  calcium  chloride  (Hautefeuille). 


496  PYROCHLORE  GROUP. 

*-  -  » 

DYSANALYTE.. 
6(Ca,  Fe)Ti08  •  (Ca,Fe)Cb206. 

A  tit^nocolumbate  of  calcium  and  iron,  with  small  amounts  of 
other  constituents,  as  shown  in  the  following  analyses: 

TiOi     CbiO»  TmO»    YiGj*  FetOi   FcO  GesOst    CaO    MnO 
Dysanalyte,  Kaiserstuhl     41.47  23.23    —    5.42    —    6.815.72  19.77  0.43 

Na,0  3.57-100.00 

MgO 
"  Magnet  Cove  44.12   4.38  5.08     —    5.66    —    0.10  33.22  0.74 

SiO,  0 .  08,  magnetite  0 .  73  -  d9 .  53 
*  Yttrium  earths.  t  Cerium  oxides. 

It  is  isomorphous  with  perovskite,  and  crystallizes  in  cubes,  with 
cubic  cleavages.  H.  =  5-6.  Sp.  gr.=4.13.  Opaque,  iron-black. 
Luster  submetallic.    n=2.34,  Magnet  Cove,  Larsen. 

Dysanalyte  occurs  in  granular  limestone  of  Vogtsburg,  on  the 
Kaiserstuhl,  Baden. 

A  related  mineral  with  much  less  columbium  and  tantalum, 
having  more  nearly  the  composition  of  perovskite,  is  found  with 
magnetite,  brookite,  rutile,  etc.,  in  the  region  of  nephelite  rocks  at 
Magnet  Cove,  Ark. 

PYROCHLORE  GROUP. 

Pyrochlore,      RCbaOe  •  R(Ti,Th)  O3  •  NaF. 
Koppite,  R2Cb207iNaF. 

Hatchettolite,  2R(Cb,Ta)206,  R2(Cb,Ta)207. 
Microlite,         Ca2Ta207-pt. 
(Pyrrhite.) 

Chemical  Composition. — Pyrochlore  is  chiefly  a  columbate  of  the 
cerium  metals,  calcium,  and  other  bases,  also  with  titanium,  thorium, 
fluorine.  The  part  played  by  fluorine  in  the  minerals  of  this  group 
is  doubtful.  Koppite  is  essentially  a  pyrocolumbate  of  cerium, 
calcium,  etc.  Hatchettolite  is  a  tantalocolumbate  of  uranium, 
approximately  R(Cb,Ta)206+H20,  with  R=U02:Ca=l:3,  and 
Cb:Ta=2:l.  Microlite  is  essentially  a  calcium  pyrotantalate, 
Ca2Ta207,  but  containing  columbium,  fluorine,  and  a  variety  of 
bases  in  small  amounts.  Pyrrhite  is  a  columbate  related  to  pyro- 
chlore and  probably  identical  with  microlite. 
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CbjOi  TiiiOi  TiOi  ThOi'SriOi  WOi  UOa  CeiOi   FeO  MgO    GaO  NliO   KiO    HiO      F 

1.  fi8.27      —      6.38  4!96     —       —       —  5.50  6.63i    —     10.93  6.31     —     1.63  3.75 

ZrOi  - 101 .  16 

2.61.64   —  0.62  3.30  --   —   —  6.80>3.01  1.62  16.61  3.68>0.36«  —   tr. 

Pb 

3.  34.24  29.83   1.61     —         0.30         15.60  —     2.19  0.15     8.87   1.37     tr.     4.49     tr. 

-98.66 
F 

4.  7.74  68.43     —       —     1.06  0.30   1.69  0.40*  0.42«  1.01    11.80»2.86  0.29   1.17  2.86 

-100.26 

1,  includes  UO;    2,  includes  La,  Di;    3.  is   Na;   4.  is  K;    6,  includes  Di.  and  YsOa  0.23; 
6.  is  FeiOi;  7.  there  is  also  GIO  0.34. 

Analysis  1,  pyrochlore  from  Brevik  (Rammelsberg) ;  2,  koppite 
from  Schelingen,  Baden  (Bailey) ;  3,  hatchettolite  from  Mitchell  Co., 
N.C.  (AUen);  4,  microlite  from AmeliaCourt House, Va.  (Dunnington). 

Crystal  Fonn. — Isometric  system.  Euhedral  crystals  octahe- 
drons in  pyrochlore,  microlite,  and  pyrrhite;  dedecahedrons  in  kop- 
pite.   Crystals  generally  very  small;  sometimes  in  anhedral  grains. 

Cleavage  in  pyrochlore  octahedral,  sometimes  distinct,  not  devel- 
oped in  the  other  members  of  the  group.  Fracture  conchoidal. 
H.  =5-5.5.  Sp.  gr.  =4.2-4.36  in  pyrochlore;  4.45-4.56  in  koppite; 
5.485-5.562  in  microlite;  4.1-4.3  in  pyrrhite;  4.77-4.90  in  hatchett- 
olite. 

Optical  Properties. — Isotropic  when  transparent;  pyrochlore 
sometimes  faintly  doubly  refracting.  Transparent  to  opaque.  Pyro- 
chlore,  reddish  to  blackish  brown;  in  transmitted  light,  brown,  red; 
crystals  translucent  to  opaque.  Koppitej  brown;  by  transmitted 
light  red;  transparent.  Microlitey  pale  yellow  to  brown,  rarely 
hyacinth-red;  transparent  to  opaque.  PyrrkUCf  hyacinth-red  by 
incident  light,  orange-yellow  to  red  in  transmitted  light.  Hatchtto- 
lite,  yellowish  brown;  translucent.     Luster  vitreous  to  resinous. 

Pyrochlore,  n  =  1.96;  koppite,  2.12-2.18;  hatchettolite,  1.98 
average;  microlite,  1.930,  Larsen. 

Modes  of  Occttrrence. — Pyrochlore  occurs  in  nephelite-syenite  of 
Ditro  and  Miask  in  the  Ural,  also  in  nephelite-syenite  at  Fredriksvarn 
and  Laurvik,  and  other  localities  in  Norway.  It  occurs  in  the  syenite 
of  Peter's  Dome,  Pike's  Peak,  Colo.,  also  in  an  alkalic  granite  in 
Madagascar.  It  has  been  developed  in  crystalline  limestone  on 
Alno,  where  it  exhibits  brown  and  yellow  zones  and  spots.  Koppite 
is  found  in  crystalline  limestone  as  a  product  of  contact  metamorphism 
at  Schelingen,  on  the  Kaiserstuhl.  Microlite  occurs  in  pegmatite 
veins,  as  at  Chesterfield,  Mass.,  in  albite  with  tourmaline,  spodu- 
mene,  and  columbite;  similarly  associated  in  the  pegmatite  of  Branch- 
ville,  Conn.,  and  at  Uto,  Sweden;   in  a  mica  pegmatite  at  Amelia 
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Court  House,  Va.,  and  in  granitic  veins  on  Elba.    PyrrlnUe  occurs  I 

in  saaidinites  on  San  Miguel,  Azores,  and  at  Laacher  See.  It  is 
also  found  in  drusy  feldspar  cavities  with  lepidolrte,  idbite,  and 
topaz  at  Alabashka,  near  Mursinka,  in  the  Ural.  Hatchettolite 
occurs  with  samarskite  in  granite  pegmatite  in  Mitchell  Co.,  North 
Carolina. 

Resemblances. — ^These  minerals  are  most  like  perovskite,  dys- 
analyte,  chromite,  picotite,  and  melanite,  from  which  they  are  distin- 
guished chiefly  by  chemical  means. 

PERGU80NITE. 

(Y,Er,Ce)(Cb,Ta)04. 

Metacolumbate,  and  tantalate,  of  yttrimn,  with  erbium,  cerium, 
uranium,  and  other  elements. 

CbiOi   TaiOi    UOi     WOi     SnOt     YtOi      End    CetOs    FeO     GaO     HiO 

1.  44.45    «.30     2. AS     0.15     0.47     24.67       9.81     7.63i   0.74     0.61     1.40  -  00.10 

2.  30.03    0.63     1.20    0.21     0.23    26.25     11.70     1.70    0.60    3.04    4.47  -101.00 

NOi    ThOi     • . '     AliOi  PbO       F 

3.  42.70      —       3.03     3.12     0.83  31.36<  0.85     3.75*   2.74     8.10«   1.04    0.50 

-100 

1  indades  (Di,La)s0s  5.63;  >  atomic  weight  121.77;  *  is  FeiOa;  *  At.  110*  0.62. 

Analysis  1,  Greenland;  2,  Ytterby,  brown  (Rammelsberg) ;  3, 
IJano,  Co.,  Texas.     (Hidden  and  Mackintosh.) 

Tetragonal,  bip3rramidal,  c=  1.4643;  habit  pyramidal  or  pris- 
matic, with  c(OOl),  g(320),  s(lll),  2(321). 

Cleavage  «(111)  indistinct.  Fracture  subcon- 
choidal.  H.  =  5.5-6.  Sp.  gr.= 6.838  to  4.3  when 
hydrated. 

Color,  brownish  black;  in  thin  section  light  brown, 
isotropic,  from  alteration.  Opaque  to  subtranslucent. 
Luster  dull  on  surface;  brilliantly  vitreous  to  sub- 
metallic  on  fresh  fracture.    Isotropic,  n  =2.19,  Larsen. 

Occurrence. — Fergusonite  occurs  in  granite  at  Rockport,  Mass.; 
with  allanite  at  Amelia  Court  House,  Ya.;  in  the  granite  pegmatite 
in  Llano  Co.,  Texas,  with  gadolinite,  cyrtolite,  thorogummite,  and 
other  minerals.  It  was  first  found  in  quartz  near  Cape  Farewell, 
Greenland.  It  is  quite  frequent  in  granite  pegmatites  at  DillingO, 
and  in  great  quantity  near  Berg  in  Rade,  Norway.  Also  in  p^- 
matite  at  Ytteiby  and  Kararfvet,  Sweden,  and  in  granite  near 
G'^rlitz,  Sflesia. 
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SIPYLITB, 
ErCb04. 

Chiefly  a  coliunbate  of  erbium,  with  the  cerium  elememtSy  and 
others. 

Tetragonali  c»  1.4767.  Eubedral  crystals  bipyramtdal,  com* 
moiily  anhedral. 

Cleavage  distinct  parallel  to  (111),  fracture  small,  conchoidal 
and  uneven.    H.  about  6.    Sp.  gr.=4.80. 

Color,  brownish  black  to  brownish  orange;  in  thin  section  light 
reddidi  brown.  Luster  resinous  to  submetallic.  Isotropic,  n  =»2.05- 
to  2.07,  Larsen. 

Occurs  with  allanite  and  magnetite  on  Little  Friar  Mountain, 
Amherst  Co.,  Va.  Resembles  fergusonite  in  crystal  habit  and  in 
composition. 

COLUMBITE   GROUP. 

COLUMBITE,  (Fe,Mn)Cb206,  (Fe,Mn)(Cb,Ta)i06. 
TANTALITE,  FeTazOe. 
MANGANOTANTALITE,  MnTazOe. 

SKOGBOLITE,  FeTagOe. 
TAPIOLITE,    Fe(Ta,Cb)206. 

Composition. — The  minerals  of  this  group  are  columbates  and 
tantalates  of  iron,  with  manganese  in  some  varieties.  The  pro- 
portions of  colxmibium  to  tantalum  vary  between  wide  extremes, 
and  columbite  and  tantalite  grade  into  one  another.  Tin  and 
wolfram  may  be  present  in  small  amounts.  For  FeCb206,  Cb205 
82.7,  FeO  17.3.  For  FeTa206,  Ta206  86.1,  FeO  13.9.  In  columbite- 
tantalite  from  Etta  Mine,  Black  Hills,  S.  Dak.,  the  variation  is 
from  Cb206  54.09  to  29.78,  and  from  Ta205  18.20  to  53.28.  In 
manganotantalite  from  Elk  Creek,  S.  Dak.,  there  is  MnO  16.25. 
Sko^Olite  is  almost  pure  tantalate  of  iron.  Tapiolrte  has  the 
same  composition  as  tantalite. 

Crystal  Form. — Orthorhombic  for  all  but  tapiolite,  which  is 
tetragonal. 

Columbite-tantalite  a:6:c  =  0.8285:l :0.8898 
Skogbolite  a:6:c=0,8170: 1:0.6511 

Tapiolite  c= 0.6464 


cotritBrrE  croi?p. 


Euhedral  cryatala  of  columbite-tantalite  are  short  prisms,  often 
rectangular  from  the  piDacoids  a(lOO),  fr{010),  c(001),  Fig.  1;  some- 


times tabular  parallel  to  o(  100),  Fig.  3;  in  other  instances  tenniiuted 
by  the  pyramid  u(133),  Fig,  2,     Alao  anhedral. 

Euhedral  cryatala  of  skogbolite  are  prismatic.  Fig.  4,  with  the 
angle  of  the  prism  r(490)  near  that  of  the  prism  m(llO)  onsamarskite 
and  yttrotantalite. 

Twinning  plane  in  columbite  parallel  to  (021),  usually  heart* 
shaped  contact  twins,  also  penetration  twins.  Rarely  twinning 
plane  parallel  to  (023). 

Cleavage  in  columbite-tantalite  rather  distinct  parallel  to  a(lOO); 
less  so  parallel  to  6(010).  Fracture  subconchoidal  to  uneven. 
Cleavage  in  skogbOlite  indistinct,  fracture  uneven. 

Euhedral  crystals  of  the  tetragonal  tapiolite  are  bipyramidal 
in  habit,  often  apparently  monoclinic  from  distortion.  The  form 
resembles  that  of  rutile  and  zircon.  Cleavage  not  distinct.  H.=6, 
columbite-tantalite ;  6-6.5,  skogbSlite;  6,  tapiolite.  Sp.  gr.  =  5.36 
in  columbite  with  TagOa  3,3  (Greenland)  and  increases  with  the 
amount  of  tantalum,  to  7.03  in  tantalite  with  TaaOfi  65.6;  7.8-8, 
in  skogbfllite;  7.36-7.496  in  tapiolite. 

Color  of  columbite-tantalite  iron  black  to  grayish  or  brownish 
black,  opaque;  rarely  reddish  brown  and  translucent;  often  irides- 
cent. Skogbolite  is  black  and  opaque,  and  so  is  tapiolite.  Luster 
submetallic,  often  brilliant,  subresinous  in  columbite-tantalite; 
metallic  in  skogb6lite;  strong  adamantine,  approaching  metallic  in 
tapiolite. 

Modes  of  Occurrence. — The  minerals  of  this  group  occur  in 
granite  pegmatite.  Columbite  is  widespread  in  the  United  States 
in  granite  and  pegmatite,  associated  with  tourmaline,  beryl,  and 
other  minerals  characteristic  of  these  rocks.  In  the  Black  Hilb, 
S,  Dak.,  it  attams  large  dimensions,  one  mass  weighing  2000  lbs. 


•SAMARSKITB  aROtJP.  50 1 

It  occurs  with  cordierlte  and  magnetite  at  Rabenstein,  Bavaria; 
with  samarskite  near^Mi^sk,  Ihnen  Mts.;  with  cryolite  at  Ivigtut 
in  Greenland,  and  at  numerous  localities  in  southern  Norway. 
Mangantantcdite  occurs  with  petalitc^,  lepidolite;  and  microlite  in 
pegmatite  at  UtO,  Sweden.  Tantalite  occurs  with  columbite  in 
numerous  localities,  and  with  tourmaline,  beryl,  and  lepidolite  in 
Kuortane,  and  in  other  parts  of  Finland;  in  pegmatite  near  Limoges, 
France.  SkogbOlite  is  associated  with  gigantolite  in  albite  granite 
at  H&rkasaari,  Finland;  also  at  Skogbdle  in  Kimito.  Tapiolite 
occurs  with  beryl,  tourmaline,  and  arsenopyrite  in  granite  peg- 
matite in  Sukula,  Tammela,  Finland. 


SAMARSKITE    GROUP. 

YTTROTANTALITE,  R"2R'"2(Ta,Cb)  A 5 + 4H2O.' 
SAMARSKITE,  R''2R'"2(Cb,Ta)602i . 

ANNERODITE,    PYROCOLUMBATE    OF    URANIUM, 

YTTRIUM,  ETC. 

HIELMITE,  4R0.3Ta206(?). 

Composition. — Columbates  and  tantalates  of  the  cerium  and 
yttrium  elements  with  uranium  and  other  elements.     For  yttro- 

tantalite  R"==Fe,  Ca;    R'"=Y,  Er, 

CbA  12^32  41^07  48.^13  16.35  ^^>  ^*^-'  ^2©  may  be  secondary. 
TajO,  46.25  14.36      —     54.52     For  samarskite  R"  =  Fe,  Ca,  UO2, 

Zo\  ?:i2}^l«  o"l6  4.60  etc.;  R";  =  Ce,Y,chiefly.  Anner6dite 
Y,o!   10.52    6.10     7.10     1.81     is  essentially  a  pyrocolumbate  of  uran- 

O^O,"  2:22  ^2:37*  2^56  0748  ^""^'  ^^  yttrium,  formula  doubtful. 
v6/  161  10.90  U016.28  4.51  H2O  probably  not  essential.  Hiel- 
FeO      3.80  14^1     3.38     2.41     j^ite  is  stannotantalate  and  colum- 

CaO  5.73  —  3^35  4.05  bate  of  yttrium,  iron,  manganese, 
H2O      6.31     —       8.19     4.57      ^^^  calcium ;  formula  doubtful. 

98.95  100.93  99.51   99.71         Analyses  1,  2,  and  4by  Rammels- 

berg;  3  by  Blomstrand.  l,Yttrotan- 
talate.     2,  Samarskite  from  North  Carolina,  a  includes   (Di,La)206- 

there  is  also  Ti02  0.56.  3,  Annerodite  also  contains  Zr02  1.97, 
Th02  2.37,  SiOz  2.51,PbO  2.40,  MgO  0.15,  K2O  0.16,  NagO  0.32, 
AI2O3  0.28.    4,  Hielmite  includes  MgO  0.45. 
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Ciystal  Form. — Orthorhombic. 

Yttrotantalite  a:6:c=0.5411:l:1.1330 

Samarakite  a:b:2c^0M56:l:lJOiX 

Anneradite  a:&:c=0.8257:l:0.8M3 

Hielmite  2a:b:c=>=0.92M:  1:1.0264 

Euhedral  crystals  of  yttrotantalite  prismatic,  with  (110)  and 
(010)  prominent;  sometimes  tabular  parallel  to  (010).  Crystals 
of  samarskite  prismatic  with  (100)  and  (010)  prominent,  terminated 
by  (101) ;  also  prismatic  parallel  to  the  b  axis  by  the  development 
of  (101);  sometimes  tabular  parallel  to  (100)  or  (010),  commonly 
anhedral.  Euhedral  crystals  of  annerddite  prismatic,  often  resem- 
bling those  of  columbite,  sometimes  appearing  to  have  monoclinic 
symmetry.  Large  crystals  often  composed  of  many  small  ones  in 
parallel  a^regation.  Crystals  of  hielmite  are  usually  rough  and 
anhedral.    Twinning  in  annerodite  on  (530),  also  on  (021). 

Cleavage  in  yttrotantalite  very  distinct  on  (010) ;  fracture  small 
conchoidal.  In  samarskite  there  is  imperfect  cleavage  parallel  to 
(010);  fracture  conchoidal.  The  other  two  minerals  exhibit  no 
cleavage,  and  the  fracture  of  annerodite  is  subconchoidal. 


Yttrotantalite 

H.  =5-5.5 

Sp.  gr.  — 5.5-n5.9 

Samarskite 

5-6 

5.6-5.8 

AnnerSdite 

6 

5.7-5.8 

Hielmite 

5 

5.82 

Color  of  yttrotantalite  black,  brown,  brownish  yellow  to  straw- 
yellow,  opaque  to  subtranslucent.  Samarskite,  annerodite  and 
hielmite  are  black  and  opaque  or  nearly  so,  in  section  brown. 

Yttrotantalite,  Moss,  isotropic,  n=2.15  var.  Samarskite,  Tres 
Piedros,  N.  M.,  isotropic,  n=2.10;  Ashville,  N.  C,  isotropic,  n=2.25. 
Hielmite,  Sweden,  optically  positive  (-f),  2V  probably  small, 
aK=2.30,  r=2.40,  Larsen. 

Occurrence. — ^These  minerals  occur  in  granite  pegmatite;  yttro- 
tantalite at  Ytterbv,  and  near  Falun  in  Sweden.  SamarskUe  accom- 
panies  columbite  in  the  Wiseman  mica  mine,  Mitchell  Co.,  N.  C; 
and  with  seschynite  and  columbite  in  felsdpar  near  Miask  in  the 
Ural,  and  is  frequent  in  granite  pegmatites  in  southern  Norway. 
AnnerddUe  occurs  in  pegmatite  at  Annerdd,  near  Moss,  Norway. 
Hielmite  occurs  in  a  granite  pegmatite,  near  Falun,  Sweden. 
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JBSCHENITE   GROUP. 

iESCHENITE,      R'"2Cb40i3  •  R'"2(Ti,Th)50i3. 
POLYMIGNITE,  R((Cb,Ta)03)3  •  5R'"((Ti,Zr)03)3. 

EUXENITE,         R'"(Cb03)3  •  R"'(Ti03)3  -fHaO. 
POLYCRASE,       R'"(Cb03)3  •2R'"(Ti03)3  -SHaO. 

Composition. — Columbates  and  titanates  of  the  cerium  elements 
with  other  rare  earths.  iEschenite  and  polymignite  also  contain 
notable  amoimts  of  thorium  in  one  case,  and  zirconium  in  the 
other. 

CbtOj     TaiOi    TiO»     ZrOi      ThOj   SnOi  (Y,Er)tOi  CetOj  (Za(Di))i03  FeiOi  FeO 
Aesche- 29.64     —    21.81    —    15.76  0.18     1.12     18.49    5.60        —    3.17 
nite  (Marignac)  CaO  2.75,  ign.  1.07-99.58 

Poly-     11.99  1.35    18.90  29.713.92  0.15     2.26       5.91     5.13      7.66  2.08 
mignite  (Blomstrand) 

AlA  0.19,  MnO  1.32,  CaO  6.98,    MgO  0.16,  H,0  0.28,  PbO  0.39,  Alk  1.36 

-100.91 

Euxenite  and  polycrase  contain  more  of  the  j^ttrium  earths  and 
notable  amounts  of  uranium.  They  have  no  zirconium  or  thorium. 
The  accompanying  analyses  are  by  Rammelsberg: 

CbsOs  TatO»      TiOi     Y»0»     EnOa    CejOi     UOt      FeO    CaO      HtO 
Euxenite      33.39     —     20.03  14.60  7.30  3.50  12.12  3.25  1.36  2.40-98.77 

Polycraae     20.35  4.00  26.59  23.32  7.35  2.61     7.70  2.72  4.02-98.84 

Euxenite  contains  small  amounts  of  germanium,  and  the  spec- 
trum of  polycrase  shows  scandium. 
Crystal  Form. — Orthorhombic. 

iEschenite,     a:b:c-=  0.4866 : 1 : 0.6737 
Polymignite,  c:6:a  =  0.5121: 1:0.7121 
Euxenite,       a:6:c  =  0.364   : 1:0.303 
Polycrase,       a :  6 :  c  =  0.3462 : 1 : 0.3124 

Euhedral  crystals  of  all  of  these  minerals  are  prismatic  in  habit. 
Those  of  seschenite  are  striated  vertically;  also  tabular  parallel  to 
(010),  with  (001)  and  (130)  prominent.     Crystals  of  polymignite 
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are  slender  and  vertically  striated.  Euxenite  is  commonly  an- 
hedral.  Crystals  of  polycrase  are  thin  prisms,  or  tabular  parallel 
to  (010). 

Cleavage  is  in  traces  parallel  to  (100)  in  seschenite;  and  in  traces 
parallel  to  (100)  and  (010)  in  polymignite;  and  is  wanting  in  the 
other  two  minerals.  Fracture,  small  conchoidal  in  aeschenite; 
perfect  conchoidal  in  polymignite;  subconchoidal  in  euxenite;  and 
conchoidal  in  polycrase. 

.ffischenite,  H.  -  5-6  Sp.  gr.  - 4 .  93-5 .  168 

Polymignite,  6.5                               4.77-4.85 

Euxenite,  6.5                                4.6-4.99 

Polycrase,  5-6                               4.97-5.04 

Color, black  in  each  of  these  minerals;  or  nearly  black  in  seschenite, 
inclining  to  brownish  yellow  wheii  translucent.  Subtranslucent 
to  opaque.  Luster  submetallic  to  resinous,  nearly  dull.  Poly- 
mignite is  black,  opaque,  with  brilliant  submetallic  luster.  Euxen- 
ite is  brownish  black;  in  thin  section  reddish  brown;  translucent. 
Luster  metallic-vitreous  or  somewhat  greany.  Polycrase  is  black; 
in  thin  section  brownish.     Luster  vitreous  to  resinous. 

Optical  Properties. — Sensibly  isotropic,  aeschenite,  Ilmen  Mts., 
n  =2.26,  Hittero,  2.205;  polymignite,  Frederiksvam,  2.22;  euxenite^ 
Hiterro,  2.24;  polycrase,  Berringer  Hill,  Texas,  1.70,  Larsen. 

Occurrence. — ^schenite  occurs  in  granite  at  Kdnigshain,  Silesia; 
in  pegmatite  on  Hittero,  Norway;  and  with  feldspar,  mica,  and 
zircon  at  Miask  in  the  Ural.  Polymignite  occurs  in  nephelite- 
syenite  with  pyrochlore  and  zircon  at  Fredricksvarn,  and  on  Svenor, 
Norway.  Euxenite  is  found  in  granite  pegmatite  on  Kragero,  in 
Norway.  Polycrase  is  associated  with  gadolinite  and  allanite  in 
granite  on  Hitter5,  Norway;  and  in  several  places  in  Sweden.  In 
North  Carolina  it  is  found  in  gravel  with  zircon,  monazite,  and 
xenotime. 
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CALCITE  GROUP.   . 
RCO3. 

Calcite,  CaCOa. 
Dolomite,  (Ca,Mg)C03. 
Ankerite,  CaCOa-  (Mg,  Fe)C03, 
Magnesite,  MgCOg. 
Breunnerite,  (Mg,Fe)C03. 
Siderite,  FeCOa. 
Rhodochrosite,  MnC03. 
Smithsonite,  ZnCOs. 

Chemical  Composition. — Carbonates  of  calcium,  magnesimn,  iron, 
or  manganese,  also  zinc,  singly  or  in  various  proportions.  But  the 
zinc  carbonate  is  more  of  a  vein  mineral  than  a  rock-making  one. 

Calcite,  CO2  44.0,  CaO  56.0=100,  is  often  wholly  calcimn  car- 
bonate, but  may  contain  traces  or  small  amounts  of  the  other  metals, 
especially  magnesium.  Dolomite  is  normally  CaCOs  •  MgC03 = CO2  47.8, 
CaO  30.4,  MgO  21.8=100,  but  the  proportion  of  Ca:Mg  varies  from 
1:1.  Small  amounts  of  the  elements  may  also  be  present.  Ankerite 
or  brown  spar  is  an  iron-bearing  dolomite.  Normal  ankerite  is 
2CaC03-MgC03-FeC03,  but  the  proportions  of  iron  and  magnesium 
vary  considerably.  Magnesite  when  pure  is  CO2  52.4,  MgO  47.6=  100. 
Iron  is  often  present,  forming  transitions  through  breunnerite  sud 
me^ite,  2MgC03-FeC03,  to  siderUe,  CO2  37.9,  FeO  62.1  =  100.  Man- 
ganese, calcium,  and  magnesium  may  be  present  in  small  amoimts. 
Khodochrosite,  CO2  38.3,  FeO  61.7=100.  The  other  metals  may  be 
present.  SmUhsonite,  CO2  35.2,  ZnO  64.8=100.  In  addition  to  the 
other  metals,  cadmium  is  present  in  rare  instances.  All  minerals  of 
this  group  dissolve  in  hydrochloric  acid  with  effervescence,  but  some 
more  readily  than  others.  Since  some  of  the  chemical  reactions  of 
the  different  minerals  of  this  group  are  often  necessary  tests  for  dis- 
tinguishing them  from  one  another,  they  will  be  described  under  the 
section  treating  of  resemblances. 

Alteration. — The  carbonates  are  liable  to  solution,  and  the  ferrous 
iron  may  be  oxidized  to  hematite  or  hydrous  ferric  oxides,  goethite, 
limonite,  etc.  They  may  be  altered  by  silication  through  contact 
metamorphism,  and  other  modes  of  metamorphism,  to  the  many 
silicate  minerals  having  Ca,  Mg,  Fe,  Mn,  as  bases,  and  known  to 
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replace  the  carbonates  in  the  crystalline  schists  and  in  zones  of  con- 
tact metamorphism,  or  in  blocks  inclosed  in  lavas. 

Trigonal  System. — Scalenohedral  class,  except  in  the  case  of 
dolomite,  which  crystallizes  in  the  rhombohedral  class  (tri-rhombo- 
hedral,  Dana).  The  isomorphism  of  the  series  is  shown  in  the  axial 
ratios  and  the  angle  between  the  faces  of  the  unit  rhombohedron 
r(lOll). 


e 

n* 

Calcite 

0.8543 

74^55' 

Dolomite 

0.8322 

73**  45' 

Ankerite 

0.8332 

73*»48' 

Magnesite 

0.8112 

72**  36' 

Siderite 

0.8184 

72?   (/ 

Rhodochrosite  0.8184 

73*    O' 

Smithsonite 

0.8063 

72*^20' 

Euhedral  crystals  of  calcite  are  of  many  different  habits  and  are 
often  highly  modified;  those  of  the  other  minerals  are  less  common 
and  less  highly  developed.  But  as 
constituents  of  rocks  the  forms  are 
very  simple  and  seldom  euhedral. 

Calcite  as  a  rock  constituent  is 
almost  never  euhedral,  excq>t  when 
crystallized  on  the  walls  of  cavities. 
In  rare  instances  it  occurs  as  a 
simple  imit   rhombohedron  r(lOll) 

(Fig.  1).  It  is  usually  anhedrai,  its  outline  determined  by  that  of 
adjacent  minerals.  In  granular  limestones  it  is  in  irregularly  shaped 
anhedrons.  It  is  sometimes  in  prismatic  or  fibrous  aggregates;  some- 
times lamellar  in  form. 

Dolomite  and  ankerite  occur  in  simple  rhombohedrons  r(lOll), 
less  often  in  steep  rhombohedrons  Af(40il),  with  the  base  c(0001) 
(Fig.  2)  and  sometimes  with  r(lOll)  subordinate.  Such,  euhedral 
crystals  occur  in  some  quartz-schists  and  in  anhydrite  and  gypsum. 
Anhedral  crystals  are  like  those  of  calcite. 

Magnesite  and  breunnerite  sometimes  occur  in  euhedral  crystals 
as  imit  rhombohedrons  (lOll),  or  in  steep  ones,  in  talcose  schist  and 
serpentine.    Anhedral  crystals  are  the  more  common  form. 

Siderite  and  rhodochrosite  usually  occur  in  anhedral  crystals  as 
rock  constituents;  euhedral  crystals  forming  chiefly  on  the  walls  of 
cavities.  Smithsonite  is  seldom  a  rock  constituent,  but  occurs  as 
incrustations,  or  filling  cavities  and  cracks. 
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Twinning. — Common  in  calcite,  dolomite,  ankerite,  and  siderite. 

(1)  Twinning  plane  and  composition  plane  (Oil 3),  the  c  axes  inclined 
52°  30i';  very  common  and  often  repeated  polysynthetically,  pro- 
ducing thin  lamellsB.  This  is  a  gliding  plane,  and  the  twinning  may 
be  produced  easily  by  pressure.  Since  there  are  three  planes  of  this 
character  equally  capable  of  becoming  gliding  or  twinning  planes, 
twinned  lamellae  of  this  kind  may  intersect  one  another  in  one  crystal. 

(2)  Twinning  and  composition  plane  the  basal  pinacoid  (0001).  The 
c  axes  parallel  in  the  twinned  parts;  not  recognizable  optically  in  thin 
section,  but  by  the  reversed  cleavage  in  the  twinned  parts.  This  is 
common.  Other  modes  of  twinning  known  to  occur  on  euhedral 
crystals  of  calcite  have  not  been  recognized  on  the  rock-making 
carbonates. 

Cleavage  parallel  to  the  unit  rhombohedron  (lOll)  highly  perfect 
in  all  minerals  of  this  group.  Partmg  parallel  to  the  gliding  plane 
(0ll2)  in  those  minerals  twinned  on  this  plane.  A  parting  parallel  to 
(ll30)  in  calcite  is  rare.  Fracture  conchoidal,  obtained  with  diffi- 
culty owing  to  the  perfect  cleavage  in  three  directions. 

Hardness  varies  with  the  composition,  and  in  calcite  with  the 
direction  in  which  it  is  tested  on  the  crystal. 

H.  Sp.  gr. 

Calcite  3  2 .  713-2 .  723  on  pure  crystals 

Dolomite  3.5-4  2.8    -2.9 

Ankerite  3.5-4  2.95-3.1 

Magnesite  3.5-4.5  3.0    -3.12 

Siderite  3.5-4  3.83  -3.88 

Rhodochrosite  3.5-4.5  3.45  -3.60 

Smithsonite  5  4.30-4.45 

Optical  Properties. — Optically  negative  (— ).  Double  refraction 
very  strong,  usually  exhibiting  in  thin  section  interference  colors  of 
a  very  high  order,  appearing  yellowish  or  pearl-gray  between  crossed 
nicols.  Only  yielding  colors  of  the  second  or  third  orders  in  extremely 
thin  films,  less  than  0.01  mm.  thick.  The  indices  of  refraction  vary 
greatly  in  different  positions  of  a  crystal  section,  the  lowest  being 
lower  than  that  of  Canada  balsam  for  calcite,  dolomite,  and  mag- 
nesite, but  considerably  higher  for  siderite,  while  the  highest  index  of 
refraction  is  high  as  compared  with  that  of  balsam.  This  causes  a 
marked  change  of  appearance  in  the  shadows  of  cracks  and  in  the 
shagreened  surface  of  a  section  of  calcite,  dolomite,  and  magnesite. 
The  shadows  and  apparent  relief  seen  when  polarized  light  is  vibrating 
parallel  to  the  slower  ray  to,  disappear  when  the  section  is  rotated 
90°  and  the  light  vibrates  parallel  to  the  faster  ray,  $. 
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^ 

«y 

iOj-tj 

GiJcite 

1.65849 

1.48625 

0.17224  Schrauf 

Dolomite 

1.68174 

1.50256 

0.17918  DeBdoueaux 

"        1.92  FeOO, 

Groiner 

1.6830 

1.5034 

0.1796    Eisentruih 

"        3.29     " 

tt 

1.6883 

1.5070 

0.1833 

"      10.76     " 

it 

1.6983 

1.5133 

0.1850 

"       10.61      "  * 

tt 

1.7005 

1.5148 

0.1857 

Magnesite 

1.717 

1.515 

0.202      Mallanl 

Breunnerite,  Greiner  f 

1.7174 

1.5285 

0.1889    KiHentruth 

Siderite,  Camborne  X 

1.8724 

1.6338 

0.2386     Hutchinmn 

"         Wolfsberg  | 

1.9341 

1.6219 

0.3122    Ortloff 

•GftCOs,  18.71;  MsCO,.  30.47;  FeCO,.  10.61;   MnCOj.  37.03. 

fOJCOa,    1.20;  Mg(X)a.  65.78;  FeCOa,  16.33;    BfnCO,.  12.83. 

tCAOOa,    0.18;  MgOO,.    0.26;  FeOO»  98.43;   MnCO,,    1.82. 

ICkCOa.    0.86;  MgCO,.    6.42;  FeOOs,  77.32;   MnCX),.  17.04« 

Sections  of  radially  fibrous  spherulites  of  calcite  when  viewed 
with  a  low-power  lens  focussed  for  the  point  of  convergence  of  the 
transmitted  rays  exhibit  interference  crosses  and  rings. 

Color. — Calcite:  colorless  or  white;  also  various  pale  shades  of 
gray,  red,  green,  blue,  violet,  yellow;  also  brown  and  black  when 
impure.  In  thin  section  colorless,  grayish,  yellowish,  brownish. 
Dolomite:  colorless,  white,  reddish  or  greenish  white;  also  rose- 
red,  green,  brown,  gray,  and  black.  In  thin  section  colorless  or  pale 
shades  of  the  colors  named.  Magnesite:  white,  yellowish  or  grayish 
white,  brown.  Siderite:  ash-gray,  yellowish  or  greenish  gray, 
brown,  brownish  red,  rarely  green.  In  thin  section  pale  shades  of 
these  colors,  or  colorless.  Rhodochrosite:  shades  of  rose-red,  yellowish 
gray,  fawn-colored,  dark  red,  brown.  Smithsonite:  white,  grayish, 
greenish,  brownish  white,  sometimes  green,  blue,  brown.  Luster 
vitreous  to  pearly. 

Occurrence. — The  carbonates  occur  as  secondary  minerals  in  all 
kinds  of  rocks,  calcite  and  dolomite  being  the  most  widespread  and 
abundant;  magnesite  and  siderite  and  the  intermediate  varieties 
less  so.  Calcite  is  considered  to  be  primary  in  certain  phanero- 
crystalline  igneous  rocks.  Owing  to  the  optical  resemblance  between 
the  carbonates,  they  have  not  been  distinguished  from  one  another  in 
rock  sections  in  most  instances,  but  have  generally  been  called  calcite 
without  special  identification. 

Calcite  and  dolomite  are  widespread  in  sedimentary  rocks,  chiefly 
forming  crystalline  limestones  and  marble;  in  beds  and  masses  in 
the  crystalline  schists;  as  constituents  of  certain  schists;  as  infil- 
trations in  cavities  and  fissures  in  igneous  rock;  and  as  products  of 
the  alteration  of  silicates  and  other  minerals. 
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Ddomiie  is  said  to  be  less  often  twinned  poly83mthetically  parallel 
to  (0ll2)  than  calcite  (InostranzefiF)  and  to  be  more  often  twinned 
on  (02SI).  In  crystalline  limestone  at  Kandy  and  Matala,  Ceylon, 
dolomite  and  calcite  are  sometimes  interlaminated  with  one  another 
on  the  basal  plane  (0001);  which  appears  in  the  weathering,  the 
dolomite  being  less  soluble.  Sometimes  the  two  are  graphically 
inteigrown,  the  calcite  serving  as  the  matrix  crystal. 

Dolomite  and  magnesite  occur  in  euhedral  crystals  in  some  talc- 
schists  and  chlorite-schistS;  and  in  certain  phyllites.  Dolomite 
occurs  in  anhydrite  and  g3rpsum;  and  magnesite  more  commonly 
in  altered'  magnesian  rocks,  and  is  frequently  associated  with  ser- 
pentine, talc,  and  steatite  rocks. 

Siderite  occurs  in  stratified  deposits,  and  to  some  extent  in  the 
crystalline  schists.  It  is  less  frequently  an  alteration-product  iK 
the  more  ferruginous  igneous  rocks. 

Rhodochrosite  is  rare  as  a  rock-making  mineral,  but  occurs  in 
crystalline  limestone  with  franklinite  at  Franklin  Furnace,  N.  J. 
It  is  found  in  slates  at  Placentia  Bay,  Newfoimdland.  It  occurs  in 
a  vein  of  albitic  granite  at  Branchville,  Conn.  Smithsoniie  is  formed 
in  calcareous  rocks,  usually  in  veins,  sometimes  as  beds. 

Resemblances. — ^Ths  members  of  the  calcite  group  occurring  as 
rock  constituents  are  distinguished  from  other  rock-making  min- 
erals by  the  combination  of  their  pronounced  rhombohedral  cleavage, 
strong  double  refraction,  and  optically  negative  character.  But  they 
resemble  one  another  so  closely  and  grade  into  one  another  to  such 
an  extent  that  they  are  equally  difficult  to  distinguish  from  one 
another,  except  by  chemical  means.  Siderite  is  distinguished  by 
its  higher  refraction,  the  lowest  index  of  refraction  being  higher 
than  that  of  Canada  balsam  or  even  than  that  of  actinolite  or  woUas- 
tonite. 

The  chief  distinctions  between  calcite  and  dolomite  rest  upon 
their  behavior  toward  acids.  Calcite  effervesces  in  cold  dilute  hydro- 
chloric acid,  and  in  acetic  acid  vigorously.  Dolomite  is  acted  on 
only  slightly  in  cold  acids,  but  vigorously  when  these  reagents  are 
heated.  Dolomite  and  strongly  magnesian  calcite  are  distinguishable 
from  calcite  with  little  or  no  magnesia  by  their  action  toward  a  solu- 
tion of  ammonium  phosphate  in  dilute  acetic  acid.  Decomposition 
quickly  ceases  on  crystals  with  more  than  12  per  cent,  of  MgCOa, 
because  of  the  coating  of  magnesium  phosphate  which  is  deposited 
over  the  exposed  surface.  A  similar  difference  of  behavior  is  recog- 
nizable when  a  10  per  cent,  solution  of  aliuninium  chloride  is  used. 
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Dolomite  is  very  slowly  acted  upon.    Magnesite  is  not  acted  on  by 
cold  hydrochloric  acid. 

Laboratory  Production. — Crj'^stals  of  calcite  have  been  obtained 
by  heating  calcium  carbonate  (chalk)  in  a  closed  vessel  (James  Hall). 
Much  work  has  been  done  on  the  crystallization  of  calcite  and  ara- 
gonite  from  solutions.  From  sea-water  in  which  calcium  w^as  in 
the  form  of  bicarbonate,  calcite  was  deposited  b}'  evaporation  at 
ordinary  temperatures;  aragonite  was  formed  upon  heating  (Link). 
According  to  H.  Worth,  it  is  not  the  temperature  that  controls  the 
crystallization  of  calcite  and  aragonite,  but  the  alkaline  or  acid  con- 
dition of  the  solution.  Calcite  crystallizes  from  an  acid  solution, 
aragonite  from  an  alkaline  one.  Calcite  has  been  obtained  from 
fused  alkali  carbonates  (Rose),  and  from  fused  alkali  chlorides  in 
skeleton  crystals  like  those  of  snow  (Bourgeois).  Dolomite  has  been 
obtained  by  the  action  of  a  solution  of  magnesium  bicarbonate  on 
calcium  carbonate  at  100°  in  a  closed  tube  (Hoppe-Seyler).  Ma^^ 
nesite  has  been  produced  in  a  closed  tube  at  160°  by  the  action  of 
magnesium  sulphate  and  sodium  carbonate,  or  of  magnesium  chloride 
and  sodium  bicarbonate  (Senarmont). 

ARAGONITE  GROUP. 

RCO3. 
ARAGONITE,       CaCOg. 
BROMLITE,  (Ca,Ba)C03. 

WITHERITE,       BaCOa. 
STRONIANITE,  SrCOg. 
CERUSSITE,        PbCOg. 

Chemical  Composition. — Carbonates  of  calcium,  barium,  stron- 
tium, and  lead,  having  close  similarity  of  crystal  forms,  but  not 
occurring  in  isomorphous  mixtures  to  as  great  an  extent  as  is  the 
case  with  the  members  of  the  calcite  group. 

Aragonite f  CO2  44.0,  CaO  56.0=100.  Some  varieties  contain  a 
little  strontium,  others  lead,  and  rarely  zinc.  BronUite  contains 
barium  and  calcium  in  variable  proportions  from  equal  parts  of 
each  to  twice  as  much  calcium  as  barium.  BaC03'CaC03  =  C02 
29.6,  BaO  51.5,  CaO  18.9=100.  Strontium  is  sometimes  present  in 
small  amounts.  Witherite,  BaC03  =  C02  22.3,  BaO  77.7=100. 
Strontianite,  SrC03  =  C02  29.9,  SrO  70.1  =  100;  occasionally  small 
amounts  of  calcium.     Cerussite,  PbC03  =  C02  16.5,  PbO  83.5  =  100. 
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All  of  these  minerals  except  cerussite  dissolve  in  hydrochloric  acid 
with  effervescence.  Cerussite  is  soluble  in  dilute  nitric  acid  with 
effervescence. 

Alteration. — Aragonite  alters  in  the  same  manner  as  calcite. 
Witherite  and  strontianite  are  altered  by  solutions  of  sidphates  to 
barite  and  celestite  respectively.  Cerussite  is  altered  to  pyro- 
morphite,  galena,  and  minium. 

Orthorhombic. — Bipyramidal  class.  The  similarity  in  forms  is 
shown  by  the  axial  ratios,  as  well  as  by  the  habit  of  the  crystals: 

a:b:c 
Aragonite       0.622444 : 1 : 0.720560 
Witherite        0.6032     : 1 : 0.7302 
Strontianite    0.60901   : 1:0.72388 
Cerussite         0.609968 : 1 : 0.723002 

Euhedral  crystals  of  aragonite  are  commonly  acicular,  also  in 
short  pseudohexagonal  prisms  which  are  penetration  twins.  The 
more  common  faces  are  (110),  (010),  (Oil),  (111),  (121),  and  (001). 
Also  anhedral.  Bromlite  occurs  in  pseudohexagonal  bipyramids, 
resulting  from  complex  twinning.  Witherite  crystals  have  similar 
habit  to  those  of  bromlite,  but  are  less  steep  pyramids.  Also  anhe- 
dral. Strontianite  often  occurs  in  acicular  or  acutely  pyramidal 
prisms  similar  to  those  of  aragonite,  and  in  pseudohexagonal  forms. 
Cerussite,  often  in  prisms  parallel  to  a  axis,  and  tabular  parallel  to 
(010);   also  pyramidal,  anhedral. 

Twinning. — Minerals  of  this  group  are  commonly  twinned  in 
such  a  manner  as  to  pi-oducc  six-sided  forms  approaching  hexagonal 
symmetry.  The  twinning  is  sometimes  repeated  in  lamellae.  In 
all  of  them  (110)  is  twinning  and  composition  plane;  and  there  are 
both  contact  and  penetration  twins,  as  well  as  polysynthetic 
lamella?. 

Cleavage  in  aragonite  is  distinct  parallel  to  (010)  and  (110); 
imperfect  parallel  to  (Oil).  In  bromlite  it  is  imperfect  parallel  to 
(110);  in  tvitherite  it  is  distinct  parallel  to  (010),  and  imperfect 
parallel  to  (110)  and  (012).  In  strontianite  the  cleavage  is  nearly 
perfect  parallel  to  (110);  in  traces  parallel  to  (010).  In  cerussite 
it  is  distinct  parallel  to  (110)  and  (021);  in  traces  parallel  to 
(010)  and  (012).  Fracture  is  subconchoidal  in  aragonite;  un- 
even in  bromlite,  witherite,  and  strontianite;  and  conchoidal  in 
cerussite. 
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Aragonitei 

H.-3.5-4 

Bromlite, 

4    -4.5 

Wiiherite, 

3    -3.75 

Strontianite, 

3.5-4 

Ceruaedte, 

3    -3.5 

Sp.  gr. 


2.93-2.95 
3.706-3.718 
4.29-1.35 
3.680-3.714 
6.46-  6.574 


Optical  Properties. — Biaxial;  optically  negative  (— )  in  each 
mineral  of  this  group.  Axial  plane  is  parallel  to  (100)  in  aragonite 
and  bromlite,  Fig.  1 ;  parallel  to  (010)  in  witherite,  strontianite  and 


Fig.  1. 


Fig.  2. 


cerussite,  Fig.  2.     The  acute  bisectrix  X  is  normal  to  (001)  in  all 
these  minerals. 

21' 


2E 


Aragonite.  line  B    30*'  38' 

D    30*»  54' 
H    32°  14' 

C'erussite,  line  B     17''  16'.5 

D    17°    8' 
E     15°  55' 

Bromlite,  2Er  at  17°  C.  9°  50',  at  141°  C\  11°  10' 
Withcrite,  2Er  at  17°  V.  26°  30,  at  121°  V.  26°  24' 
Strontianite,2i5rr  12°  17',        2^6/       12°  24' 


18°    5' 
18°  11" 
18°  42' 

8°  22' 
8°  14' 
7°  35' 


Di.sp.  small  p>v     KirchliofF 


Disp.  large  p>v    Schrauf 


Disp.  nearly  aero. 
Des  Cloixeaux 
Disp.  small  p<v 


Double  refraction  very  strong  in  aragonite  as  in  calcite,  but 
much  stronger  in  cerussite. 


Aragonite,  line  D 
Cerussite,  line  1) 


1.53013       1.68157 
1.80368       2.07628 


r  r-« 

1 .  685S9         0 .  15576  Rudberg 
2.07803        0.27435  Schrauf 


Color. — Aragonite  is  colorless,  white,  gray,  yellow,  green,  and 
violet;  thin  sections  colorless.     Bromlite  is  colorless,  white,  grayish 
cream-color,  or  pink.     Witherite  is  white,  yellowish,  or  grayish. 
Strontianite    is    pale    asparagus-green,    apple-green,    white,    gray, 
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yellow,  and  yellowish  brown.  Cerussite  is  colorless,  white,  gray, 
grayish  black,  sometimes  bluish  or  greenish.  Luster  of  all  except 
cerussite  is  vitreous,  inclining  to  resinous  on  fracture  surface.  In 
cerussite  the  luster  is  adamantine  to  vitreous,  resinous,  or  pearly; 
in  dark  colored  varieties  it  is  submetallic. 

Occurrence. — Aragoidte  as  a  rock  constituent  occurs  only  as  an 
alteration^product  in  basic  eruptive  rocks,  usually  crystallized  in 
cavities  or  cracks  or  in  basaltic  tuffs. 

The  pisolite  of  Carlsbad,  Bohemia,  and  of  Hammam-Meskutin, 
Algeria,  which  has  been  considered  to  be  aragonite,  has  been  found 
to  be  forms  of  calcium  carbonate  called  ktypeite  by  Lacrpix.  It  is 
cliaracterized  by  low  sp.  gr.  =  2.58-2.70,  low  double  refraction =0.020 
approx.,  and  optically  positive  (+)  .character.  It  behaves  in  part 
uniaxial,  in  part  biaxial  with- 2^=50°  approx.  Upon  heating  to 
near  red  heat  the  concretions  decrepitate  \'iolently,  and  after  con- 
tinued heating  become  calcite.  Other  pisolites  appear  to  be  opti- 
cally positive  in  thin  section. 

BromtUe  and  vntherite  accompany  galena  in  veins  in  various 
localities.  Strantianite  occurs  with  galena  and  barite  in  veins  tra- 
versing gneiss  at  Strontian  in  Argyllshire;  at  the  Giant's  Causeway, 
Ireland;  and  elsewhere  in  Europe.  It  is  associated  with  barite, 
pyrite,  and  calcite  in  geodes  in  limestone  at  Schoharie,  N.  Y.;  and 
in  other  localities.  Cerussite  is  associated  with  galena  in  various 
occurrences. 

HYDROMAGNESITE. 

3MgC03  •  Mg(0H)2  +  3H2O. 

Basic  magnesium  carbonate,  4MgO -3002 -41120=002  36.3,  MgO 
43.9,  H2O  19.8=100.  Soluble  in  acids;  crjrstalline  compact  varie- 
ties dissolve  with  effervescence  in  hot  acid. 

Orthorhombic ;  a:6:c=  1.0379: 1:0.4652.  Euhedral  crystals 
bounded  by  (100),  (110),  and  (121).  Usually  acicular  or  bladed, 
and  tufted;   also  massive,  chalky  or  mealy. 

Cleavage  not  recognizable.  H,  =  3.5  on  crystals.  Sp.gr.  =  2.145-2.18. 

Optical  Properties. — Optically  positive  (  +  ),  27  moderate,  Y 
parallel  to  the  length  of  the  prism,  a  =1.527,  ^  =  1.530,  7^  =  1.540, 
Y  —  a  =0.013,  Larsen. 

Color. — White  to  grayish  and  yellowish.  In  thin  section  colorless. 
Luster  vitreous  to  silky  or  subpearly,  also  earthy. 
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Occurrence. — Hydromagnesite  occurs  chiefly  in  serpentine  as  a 
secondary  mineral,  sometimes  accompanying  and  resulting  from 
the  alteration  of  brucite  and  of  periclase.  It  has  been  found  at 
Hrubschitz,  Moravia;  at  Kaiserstuhl,  Baden;  at  Hoboken,  N.  J., 
and  near  Texas,  Pa. 


BARITE  GROUP. 

BARITE,  BaS04. 

CELESTITE,   SrS04. 
ANGLESITE,  PbS04. 

Compositioii. — ^The  minerals  of  this  group  are  sulphates  of 
barium,  strontium,  and  lead.  Barite,  SO3  34.3,  BaO  65.7,  often 
contains  strontium,  also  calcium,  and  rarely  ammonium.  Cdestite^ 
SO3  43.6,  SrO  56.4,  often  contains  small  amounts  of  calcium,  and 
occasionally  barium.  Anglesite,  SO3  26.4,  PbO  73.6,  is  usually 
free  from  isomorphous  compounds.  Barite  and  celestite  are  insol- 
uble in  acids;  anglesite  is  difhcultly  soluble  in  nitric  acid. 

Alteration. — Barite  and  celestite  are  often  completely  replaced 
by  carbonates  of  calcium  and  iron,  and  by  oxides  of  iron.  Anglesite 
alters  to  cerussite,  and  to  a  hydrous  anglesite. 

Orthorhombic,  bipyramidal  class. 

Barite,  a:6:c  =  0. 81520: 1:1. 31359 

Celestite  0 .  77895 : 1 : 1 .  28005 

Anglesite  0 .  78516 : 1 : 1 .  28939 

Euhedral  crystals  of  barite  are  usually  tabular  parallel  to  c(001). 
Fig.   1;    also  prismatic  parallel  to  b  axis,  d(l02)  predominating. 


Fig.  1.  Fig.  2. 

Fig.  2;  less  frequently  prismatic  in  the  direction  of  each  of  the 
other  axes,  a  and  c.  c(OOl),  m(llO),  rf(102),  o(011),  and  other 
forms.     Also  anhedral. 

Celestite    occurs    in    crystals    like    those    of    barite;    tabular 
parallel  to  (001);  prismatic  in  the  direction  of  axes  a  or  6;  rarely 
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bipyramidal  with  (133)  or  (144) ;  also  anhedral.  Anglesite  crystals 
are  sometimes  tabular  parallel  to  (001) ;  oftener  prismatic  in  one  of 
the  axial  directions,  a,  6,  c;  also  bipyramidal;  anhedral. 

Twinning  in  barite  appears  as  twinned  lamellas,  similar  to 
those  in  feldspars;   1,  parallel  to  (110);  2,  parallel  to  (601);  3,  on 

(Oil). 

Cleavage  in  barite  and  celestite  perfect  parallel  to  (001),  and  to 
(110);  imperfect  parallel  to  (010).  In  anglesite  the  cleavage  is 
distinct,  but  interrupted,  parallel  to  (001)  and  (110).  Fracture  is 
uneven  in  barite  and  celestite;  conchoidal  in  anglesite. 


Barite 

H.  =  2.5-3.5 

Sp.  gr.  =  4.3  -4.6 

Celestite 

3-3.5 

3.95-3.97 

Anglesite 

2.75-3 

6.12-6.39 

Optical  Properties. — Biaxial;  optically  positive  (+).  Axial 
plane  parallel  to  (010);  X|jc,  Y\\h,  Z\\a,  The  optical  character  and 
orientation  are  the  same  in  all  three  minerals.  The  refraction, 
axial  angles,  and  double  refraction,  however,,  differ  in  the  three 
cases  as  follows: 

Barite  for       D  at    20*'       2E  64°    1'         2V  37°  28'     Arzruni 


"                       200° 

77°  16' 

44°  18' 

Celestite  for  D  at    20° 

89°  13' 

51°  12'          " 

"                       200° 

105°  26' 

58°  35'          " 

Anglesite  for  D  at    20° 

75°  24' 

a                     200° 

— 

89°  17' 

Barite  for  D  at  20°  a  =  1.63609,  ^?=1.63712,  r=*l-64795,  r-a=0.01186  Arzruni 
Celestite      *'      20°         1.62198         1.62367         1.63092  0.00894 

Anglesite     "      20°         1.87709         1.88226         1.89365  0.01656 


tt 


Color  in  barite,  colorless,  white,  yellow,  gray,  blue,  red  or  brown; 
in  celestite  J  colorless,  white,  bluish,  reddish;  in  angZesi^  colorless, 
white,  gray,  yellowish,  greenish,  bluish.  Luster  in  barite  and 
celestite,  vitreous  to  resinous,  sometimes  pearly  on  cleavage  faces; 
in  anglesite,  highly  adamantine  in  some  cases,  vitreous  to  resinous 

in  others. 

Occurrence. — Barite  and  celestite  occur  in  limestone  and  sand- 
stone, and  other  sedimentary  formations,  and  also  associated  with 
metalliferous  ores  in  veins.  They  are  frequently  associated  together, 
but  barite  is  the  commoner  mineral,  and  is  of  widespread  occurrence. 
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ANH\T)RITE. 


Celestite  is  found  in  the  limestone  about  Lake  Huron,  especially  on 
Drummond  Island,  and  elsewhere;  also  with  gypsum,  and  in  clay, 
in  numerous  localities  in  various  parts  of  the  world.  Anglesite 
occurs  chiefly  with  galena  and  other  lead  minerab  in  veins,  and 
metalliferous  deposits. 


ANHYDRITE. 

CaS04. 

Calcium  sulphate.  SO3  58.8,  CaO  41.2=100.  Soluble  in  hydro- 
chloric acid.     Alters  to  gypsum  by  absorbing  moisture. 

Orthorhombic ;  a :  6 :  c  =  0.89325 : 1 : 1 .0008.  Euhedral  crystals  not 
common.  Usually  anhedral,  in  rather  large  cleavable  crystals; 
also  fibrous,  lamellar,  granular. 

Twinning.— (1)  Plane  (012);  (2)  plane 
(101)  sometimes  in  polysynthetic  lamellae, 
which  may  be  developed  by  heat  (Miigge). 

Cleavage  parallel  to  the  three  pinacoids, 
but  with  different  degrees  of  perfection: 
parallel  to  (001)  very  perfect;  parallel  to 
(010)  also  perfect;  parallel  to  (100)  some- 
what less  so;  resembling  cubical  cleavage. 
Fracture  imeven,  somewhat  splintery.  H.  = 
3-3.5.     Sp.  gr.  =  2.899-2.956. 

Optical  Properties.— Optically  positive 
(-f-);  plane  of  the  optic  axes  parallel  to  (010);  acute  bisectrix  Z 
normal  to  (100) ;  X  \]  c,  Y  \\  b,Z\\a  (Fig.  1).  Axial  angle  large;  dis- 
persion noticeable,  p<v. 


Fig.  1. 


Berchtesgaden    2^r  =  70**53' 

2AV  =  70*'  18' 
2E  =71°24'-42' 


2^y  =  71*39'    2JS'p.=72<»    6'      Zimanyi 

2^r«72^42'       Grailich 

Des  Qoizeauz 


Refraction  moderate,  double  refraction  high: 


Stassfurt  ay  =  1.5693  ^y=  1.5752  ^y 

Hallein  =  1 .  5696       =  1 .  5755 

Berchtesgaden      =  1 .  5700       =  1 .  5757 


1.6130  7*7 -^7^0. 0437 Miihlheimg 
1.6136  »0. 0440  Danker 

1.6138  «  0.0438  Zimanyi 


Color. — White,  grayish,  bluish,  reddish,  brick-red..  In  thin 
section  colorless.  Luster  on  (001)  pearly;  on  (100)  somevhat  greasy; 
on  (010)  vitreous. 


GYPSUM. 
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Occurrence. — ^Anhydrite  occurs  with  limestone  associated  with 
gypsum,  and  also  with  beds  of  rocknsalt,  at  various  localities  in 
Europe  and  America. 

Resemblances. — Anhydrite  is  well  characterized  by  its  cleavage 
and  optical  properties,  and  is  not  likely  to  be  confused  with  any  other 
mineral  with  which  it  may  be  associated. 

Laboratory  Production. — Anhydrite  has  been  obtained  from 
gypsum  by  heating  it  in  a  closed  vessel  with  sodium  or  calcium  chlo- 
ride (Hoppe-Seyler) ;  also  at  a  red  heat  from  a  solution  in  the  chlorides 
of  potassium,  sodium,  etc.  It  has  been  produced  by  diffusion  of  a 
solution  of  magnesium  sulphate  and  calcium  chloride  in  a  saturated 
solution  of  potassium  and  sodium  chlorides  (Brauns) . 


GYPSmi. 


CaS04+2H20. 

Hydrous  calcium  sulphate.  SO3  46.6,  CaO  32.5,  H2O  20.9  =  100. 
Soluble  in  hydrochloric  acid,  and  also  in  400  to  500  parts  of  water. 

Monoclinic;  a :?>:c  =  0.68994: 1:0.41241,  /?=80^  42^'.-  Euhedral 
crystals  usually  simple  in  habit,  commonly  flattened  parallel  to  6(010), 
with  m(llO),  /(111),  and  sometimes  e(I03)  (Figs.  1,  2).  Sometimes 
prismatic  in  the  direction  of  the  c  axis,  sometimes  by  the  develop- 
ment of  Z(l  1 1) ,  and  of  other  forms.  Also  somewhat  rounded,  lenticular, 
or  warped.  Anhedral  crj-stals  in  foliated  masses;  lamellar  stellate; 
fibrous;  granular. 


Fio.  3. 


Fia.  1.  Fig.  2. 

Twinning  plane  and  composition  plane  (100)  (Fig.  3),  also  cruci- 
form penetration  twins;  sometimes  twinning  and  composition  plane 
(101),  less  common. 
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ALUNITE. 


Geavage  parallel  to  (010)  eminent,  yielding  folia;  parallel  to  (100) 
giving  a  conchoidal  surface;  parallel  to  (111)  with  a  fibrous  surface, 
gliding  planes  parallel  to  (l03)  and  (509).  H.= 
1.5-2.     Sp.  gr.  =  2.314-2.328. 

Optical  Properties. — Optically  positive  (+). 
Plane  of  the  optic  axes  parallel  to  (010)  at  ordi-  ^ 
nary  temperatures  (Fig.  4) ;  with  rise  of  tempera- 
ture the  angle  of  the  optic  axes  decreases,  ^ 
becoming  0°  for  red  at  116°;  above  this  the  angle 
opens  in  the  plane  perpendicular  to  (010).  The 
acute  bisectrix  Z  is  inclined  521°  to  the  c  axis 
in  the  obtuse  angle  /?,  and  is  noticeably  dis- 
persed. ZrAZbi=0°  30'.  Axial  angle  large;  dis- 
persion strong,  p>Vj  inclined. 


Fig.  4. 


21',  =  57°  18' 
=  57°  28' 


2ry  =  5S°8' 
=  58°  1.5' 


2Vgr  =  58°    6' 
=  57°  56' 


Lang 
Dufet 


Refraction  and  double  refraction  low; 

—                 ay=  1.5208  ;?y=  1.5229  ry=1.5305 

Sicily             .      =1.5204  =1.5229  =1.5296 

Romagna             -1.5204  =1.5225  =1.5296 

Montmartre         =1.5205  =1.5226  =1.52<,6 


7'-«  =  0.0097  Lang 

=  0.0092  Klein 

=  0.0092  Viola 

=  0.0091  Dufet 


Color. — Colorless,  white;  sometimes  gray,  flesh-red,  yellow,  blue; 
impure  varieties  often  black,  brown,  red,  or  reddish  brown.  In  thin 
section  colorless.  Luster  on  (010)  pearly  and  shining,  other  faces 
subvitreous.    Massive  varieties  often  glistening,  sometimes  dull  earthy. 

Occurrence. — Gypsum  forms  deposits  in  sedimentary  rocks,  espe- 
cially in  association  wnth  limestones,  marls,  and  clays.  When  it  com- 
poses the  whole  mass  its  cr}'stals  are  anhedral,  but  when  there 
is  a  considerable  amount  of  clay  or  other  material  present  they  are 
euhedral.  It  is  frequently  associated  with  anhydrite  and  rock-salt. 
It  also  occurs  in  the  vicinity  of  volcanic  vents  about  fumaroles. 


ALUXITE. 

K(A102H2)  3(804)2. 

Hydrous  sulphate  of  aluminium  and  potassium,  KoO-3Al203« 
4S03.6H20=S03  38.6,  AI2O3  37.0,  KgO  11.4,  H2O  13.0-100.  Sol- 
uble in  sulphuric  acid. 

Trigonal;    scalenohedral    class.     c  =  1.2520.     Euhedral    crystals 
rhombohedrons  r(lOll)  resembling  cubes  (rr'  =  90®  50')  modified  by 
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other  rhombohedrons;    also  tabular  parallel  to  c(0001).    AnhednJ 
crystals  massive,  with  lamellar  fibrous,  granular,  or  aphanitic  texture. 

Cleavage  parallel  to  (0001)  distinct;  parallel  to  (1011)  in  traces. 
Fracture  flat,  conchoidal,  uneven;  also  splintery  and  earthy.  H.  =  3.5 
-4.     Sp.gr.  =  2.58-2.752. 

Optical  Properties. — Optically  positive  (+).  Refraction  low, 
double  refraction  rather  strong. 

Tolfa,  (0=1.572,  e  =  1.592,  e-w  =  0.020,  L^vy-Lacroix 

Color. — ^White,  sometimes  grayish  or  reddish.  In  thin  section 
colorless.     Luster  vitreous;  on  basal  plane  somewhat  pearly. 

Occurrence. — Alunite  is  a  secondary  mineral  in  feldspathic  rocks 
altered  by  means  of  sulphurous  vapors.  It  occurs  in  altered  rhyolites, 
dacites,  trachytes,  and  andesites;  at  Rosita  Hills,  Colo.,  in  andesite; 
with  hyalite  and  opal  at  Queretaro,  Mexico;  with  opal  on  Santorin, 
and  in  other  localities  in  the  Grecian  Archipelago,  and  elsewhere  in 
Europe. 

Resemblances. — Alunite  is  similar  to  brucite  in  refraction,  double 
refraction,  and  cleavage,  and  can  only  be  distinguished  by  its  hard- 
ness and  chemical  reactions.  It  is  somewhat  like  the  scapolites  in 
refraction,  but  differs  from  them  in  double  refraction  and  optical 
character.  It  is  near  quartz  in  refraction,  but  differs  from  it  in  double 
refraction  and  cleavage. 

TRIPHYLITE  GROUP. 

TRIPHYLITE,  Li(Fe,Mn)P04. 

LITHIOPHILITE,  Li(Mn,Fe)P04. 

NATROPHILITE,  NaMnP04. 

BERYLLONITE,  NaGlP04. 

HERDERITE,  (CaF)  GIPO4,  (CaOH)  PO4. 

Composition. — Orthophosphates  of  lithium  or  sodium,  with  iron 
and  manganese,  in  the  first  three  minerals,  and  of  glucinum,  with 
sodium  or  calcium  in  the  last  two.  Triphylite  and  lithiophilite 
form  an  isomorphous  series,  with  the  iron  lithium  phosphate 
with  little  manganese  (triphylite)  at  one  end,  and  the  manganese 
lithium  phosphate  with  little  iron  (lithiophUite)  at  the  other. 
For  Li3P04Fe3P208  there  is  P2O5  45.0,  FeO  45.5,  LigO  9.5.  For 
Li3P04  •  Mn3P208  there  is  P2O5  45.3,  MnO  45.1,  LigO  9.6.  These 
minerals  are  soluble  in  hydrochloric  acid.     They  are  readily  altered 
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by  oxidation  and  hydration,  and  by  the  eolution  of  the  alkalies. 
Natrophilite,  Na3P04-Mn3pa08,  has  P2O5  41.1,  MnO  41.0,  NajO 
17.9. 

Beryllonite,  NagPO*  ■  GUPzOs,  has  PaOs  55.9,  GIO  19.7,  NV) 
24.4.  It  is  slowly  but  completely  soluble  in  hot  acida.  Herderite 
is  a  Suophosphate  of  glucinum  and  calcium,  with  the  fluorine  in 
part  replaced  by  hydroxyl.  When  F :  OH  =  1 : 1  there  is  PjOj  43.S, 
GIO  15,4,  CaO  34.6,  F  5.9,  HjO  2.8.  If  there  were  no  hydroxyl, 
there  would  be  F  11.7. 

Crystal  Fonn.-~Orthorhombic,  bipyramidal  class. 

Triphylite,  a:6:c=0.4348: 1:0.5265 
Beryllonite,  0.5724 : 1 :0.5490 

Herderite,  0.6206 : 1 : 0.4235 

Euhedral  crystals  of  triphylite,  lithophilite,  and  natroptulite  ore 
rare.     They  are  usually  coarse  with  uneven  faces,   or  are  anhednil. 


Fio.  1.  Fio.  2.  Fig.  3. 

Observed  forms  are  shown  in  Fig.  1.  6(010),  c(001),  m{110),  ^(120). 
e(021).  Euhedral  crystals  of  beryllonite  are  short  prisma,  or 
tabular,  and  highly  modified,  Fig.  2.  Twinning  on  m(llO),  willi 
axes  aa  at  120°  25'.  Rarely  in  stellate  forms.  Also  anhedral. 
Euhedral  crystals  of  herderite  are  in  short  prisms  parallel  to  a, 
Fig.  3;  also  in  low  hexagonal  pyramidal  forms,  truncated  liy 
c(001). 

Cleavages  in  triphylite,  lithiophilite,  and  natrophilite  ispei-fect 
parallel  to  (001);  less  perfect  parallel  to  (010);  and  interrupted 
parallel  to  (110).  Fracture  uneven  to  subconchoidal.  The  cleavage 
in  beryllonite  is  highly  perfect  parallel  to  (001);  less  so  parallel 
to  (100);  still  less  distinct  parallel  to  (110);  and  faint  parallel  to 
(010).  Fracture  conchoidal.  Cleavage  in  herderite  is  inter- 
rupted parallel  to  (110).     Fracture  subconchoidal. 


TRIPHYLITE  GROUP. 
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Triphylite-lithiophilite,  H.  =  4.5-5 

Sp.  gr.  =  3.42-3.56 

Natrophilite,                            4.5-5 

3.41 

Beryllonite,                              5.5-6 

2.845 

Herderite.                                5 

3.012 

Optical   Properties. — Biaxial,  optically  positive  (+)  in  triphylite^ 
lithiophilite,   and  natrophilite;    negative   (— )   in    beryllonite  and 


Fig.  4, 


Fig.  5. 


Fig.  6. 


herderite.  In  the  first  three  the  axial  plane  is  parallel  to  (001), 
with  Z  normal  to  (010),  Fig.  4,  2/f^,.  =  74°  45',  2/f„j^  =79°  30'. 
In  beryllonite  the  axial  plane  is  parallel  to  (100),  with  X  normal 
to  (001),  Fig.  5.  In  herderite  the  axial  plane  is  parallel  to  (010), 
X  normal  to  (100),  Fig.  6. 


Natrophilite  2^=170%  2F«72*,  p<t;  strong,  Lareen 

Beryllonite         2i/«.r=  72**  35',  2F«.y=  72M7'    2^a^=73    1' 
(Stoneham,  Me.) 

p<v  2Ho.y  =  124**  69,  2Vy     =  67^  34'  E.  8.  Dana 

2^a.r=74M8',  2/7«.,,=  74^    4' 


Herderite 
(Saxony) 

Beryllonite 

Herderite 

Natrophilite 


p>v  2Ho.y  =  105**  23'  2\\     =74**  16'  Des  Cloizeaux 

ay=  1.5520         ^y=  1.5579  7ir=1.5608  7 -«= 0.0088 

1.592  1.612  1.621  0.029 

«=  1.671  /8=  1.674  7=1.684     7-a=0.013 

Larsen 


Color  in  triphylite  greenish  gray,  bluish,  in  lithiophilite  salmon- 
color,  honey-yellow,  yellowish  brown,  light  clove-brown;  often 
nearly  black  on  surface  of  crystal.  Pleochroism  distinct  in  lithio- 
philite :  X  deep  pink,  Y  pale  greenish  yellow,  Z  faint  pink.  Luster 
vitreous  to  resinous. 
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Color  in  natrophilite  deep  wine-yellow.  In  thin  section  yellowish 
to  colorless.  Luster  resinous  to  nearly  adamantine,  somewhat 
pearly  on  (001). 

Color  in  ber\'llonite  pale  yellowish  to  colorless.  Luster  vitreous, 
brilliant;  sometimes  pearly  on  (001).  In  herderite  the  color  is 
yellowish  to  greenish  white.     Luster  vitreous  to  subresinous. 

Occurrence. — These  phosphates  occur  in  granite  pegmatites  in 
various  localities.  Triphylite  is  associated  with  spodumene  in 
granite  at  Peru,  Me.,  and  Grafton,  N.  IL,  and  occurs  near  Zwiesel, 
Bavaria;  and  at  Keityo,  Finland.  Lithiophilite  is  associated  with 
spodumene,  triploidite,  rhodochrosite,  and  uraninite  in  the  albitic 
granite  pegmatite  at  Branchville,  Conn.  Natrophilite  also  occurs 
in  the  pegmatite  at  Branchville,  and  may  have  been  derived  by 
alteration  from  lithiophilite.  Beryllonite  is  associated  with  ber}-l 
and  columbite  in  granite  at  Stoneham,  Me.  Crystals  often  contain 
abundant  inclusions  of  water  and  liquid  CO2,  arranged  in  lines 
parallel  to  the  c  axis.  Herderite  also  occurs  in  granite  at  Stone- 
ham.  It  is  associated  with  tourmaline  in  granite  at  Auburn,  and 
Hebron,  Me.  It  occurs  in  the  tin  mines  of  Ehrenfriedersdorf, 
Saxony. 


APATITE. 

(Ca(F,Cl))Ca4(P04)3. 

Chemical  Composition.— (SCaOPgOs) 3+ CaF2,  and  (3CaOP205)3 
+CaCl2.     Besides   fluor-apatite   and    chlor-apatite   there  are  inter- 
mediate compounds  containing  both  fluorine  and  chlorine. 
Fluor-apatite,  P2O5  42.3,  CaO  55.5,  F  3.8=101.6. 
Chlor-apatite,  P2O6  41.0,  CaO  53.8,  CI  6.8=  101.6. 

Some  apatites  contain  the  hydroxyl  (OH),  others  a  consider- 
able amount  of  Mn;  also  traces  of  Di,  Ce,  La.  One  occurrence 
of  apatite  in  the  syenite  of  Norway  contained  5  per  cent,  of  cerium 
oxide. 

Alteration. — Apatite  is  soluble  in  hydrochloric  and  nitric  acid.  It 
does  not  appear  in  an  altered  condition  in  rock  sections,  but  is  always 
fresh  and  appears  to  be  one  of  the  last  minerals  to  undergo  decom- 
position. 

Hexagonal.  Bipyramidal  class.  c= 0.734603.  Euhedral  crystals 
commonly  prisms  with  m(lOlO),  rarely  a(ll20),  and  the  bipyramid 
a:(1011),  less  often  (10l2),  and  the  basal  pinacoid  c(OOOl)  (Figs.  1,  2); 


APATITE. 


523 


also  bipyramids  of  the  third  kind.  Crystals  often  highly  modified. 
In  the  rock  mass  apatite  crystals  are  usually  in  simple  forms,  as  in  the 
figures  1  and  2,  and  vary  from  short  prisms,  2  or  3  times  longer  than 
thick,  to  long,  thin  needles  or  hair-like  prisms  300  times  the  width  in 
length.  Anhedral  crystals,  roimded  or  irregularly  shaped,  are  com- 
mon in  the  coarser-grained  rocks;  also  fibrous,  concretionary,  and 
earthy.     Different  names  have  been  given  to  apatite  in  various  states 
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Fio    1. 


Fig.  2. 


of  aggregation,  as  phosphxmte  when  fibrous  concretionary,  osteolite 
when  earthy. 

Cleavage  parallel  to  (0001)  imperfect;  that  parallel  to  (lOlO)  more 
so,  but  not  generally  noticeable  in  microscopic  crystals.  Fracture 
conchoidal  and  uneven.  H.  =  5,  sometimes  4.5  when  massive. 
Sp.gr. -3.17-3.23. 

Optical  Properties. — Optically  negative  (— ).  Sometimes  anoma- 
lously biaxial  in  large  crystals  that  have  grown  in  cavities.  Refrac- 
tion moderately  high,  double  refraction  weak. 


Fluor-apatite,  Minot,  Me. 

a>r==  1.6307 

£r  =1.6287 

ftir-er=0.0020 
Wolff-Palache 

tt                 it        it 

a>y  =  1.6335 

£y  =  1.6316 

6>y-ey  =  0.0019 
WoW-Palache 

Apatite,  Sulzbachthal 

= 1 . 6355 

=  1.6329 

=0.0026 
Ziiiianyi 

Fluor-apatite,  Sondalo  Veltlin 

=  1.6379 

= 1 . 6349 

-0.0030 
Brugnatelli 

* '             Jumilhi 

=  1.637 

=  1.633 

=0.004 
Zimanyi 

it                  tt 

=  1.6381 

= 1 . 6345 

=0.0036 
Hlawatsch 

it                  t. 

Wgr=  1-6410 

fgr  =  1 .  6376 

ft'rr-egp=0.0034 
Hlawatsch 

tt                  tt 

£yy  =  1.6388 

fy  =  1 .  6346 

(Uy_  £7=0.0042 
Lattennann 

Apatite,  Cappucini  di  Albano 

=  1.6391 

=  1.6341 

=0.0050 
Zambonini 

Tyrol 

= 1 . 6449 

= I . 6405 

-0.0034 
Zimanyi 
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Color. — Sea-green,  bluish  green,  violet-blue,  white,  colorless; 
occasionally  yellow,  gray,  red,  flesh-red,  brown.  In  thin  section 
usually  colorless,  sometimes  gray,  blue,  or  brown.  The  color  not 
uniformly  distributed,  but  appearing  as  though  localized  in  particles 
like  inclusions,  in  clouds  or  in  lines  parallel  to  the  c  axis  of  the  crystal. 
Such  colored  apatites  exhibit  weak  pleochroism  or  absorption.  E>0, 
Luster  vitreous  to  subresinous. 

Inclusions. — In  some  occurrences  apatite  is  filled  with  minute 
inclusions,  which  appear  dark  in  transmitted  light.  They  are  in 
some  cases  evenly  distributed  through  the  crystal;  in  others  arranged 
centrally  or  zonally,  less  often  marginally;  sometimes  in  lines  parallel 
to  the  c  axis.  They  are  in  some  instances  gas  and  fluid  inclusions, 
in  others  of  an  indeterminable  character. 

Occurrence. — Apatite  is  widespread  in  all  kinds  of  rocks.  It 
occurs  most  abundantly  in  association  with  metamorphosed  lime- 
stones, in  regions  of  crystalline  schists,  as  in  numerous  localities  in 
Canada,  especially  in  Ottawa  County,  Quebec,  and  Renfrew  Coxmty, 
Ontario,  where  it  is  accompanied  by  pyroxene,  amphibole,  titanite, 
zircon,  garnet,  vesuvianite,  etc.  It  occurs  in  gneisses  and  schists; 
in  the  Odenwald  near  Schriesheim  an  apatite-schist  occurs  with  55 
per  cent,  of  apatite,  43  quartz,  2  graphite,  as  described  by  Osann. 
It  is  foimd  in  sedimentary  rocks  of  various  kinds,  both  as  the  result 
of  organic  deposits  and  as  fragments  from  other  rocks.  It  sometimes 
forms  veins  traversing  granite,  as  on  Long  Island,  Blue  Hill  Bay,  Me. 
It  is  present  in  igneous  rocks  of  all  varieties  of  composition  and  tex- 
ture; usually  in  microscopic  crystals  and  in  small  amount.  It  is 
more  abundant  generally  in  the  less  feldspathic,  highly  ferro- 
magnesian  rocks,  occasionally  attaining  a  considerable  percentage  of 
the  whole,  as  in  the  pyroxene-apatite-syenite  of  Ahvenvaara,  Kuuo 
Samo,  Finland. 

It  is  commonly  one  of  the  first  minerals  to  separate  from  the 
magma,  and  consequently  is  frequently  inclosed  in  other  crystals, 
especially  magnetite,  mica,  and  other  ferromagnesian  minerals.  But 
it  is  sometimes  relatively  late  in  crystallizing,  and  is  then  inclosed 
chiefly  in  the  feldspathic  minerals  or  in  quartz.  In  the  igneous  rocks 
it  varies  greatly  in  size  and  habit  according  to  the  texture  and  com- 
position of  the  rock.  In  some  lavas  and  porphyries  it  occurs  in  many 
minute,  short,  prismatic  euhedrons,  or  in  rounded  anhedrons;  in 
others  in  long,  slender  needles  or  hair-like  crystals.  In  some  ande- 
sites  and  trachytes  it  occurs  in  comparatively  large,  stout  prisms, 
often  colored  brown  or  bluish,  with  abundant  uiclusions.     In  phanero- 
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crystalline  rocks,  granites,  diorites,  and  gabbros,  apatite  is  in  irregu- 
larly shaped,  colorless  anhedrons. 

Resemblances. — Apatite  when  euhedral  is  well  characterized  by 
hexagonal  cross-sections,  moderately  high  refraction,  and  low  double 
refraction.  It  is  distinguished  from  nephelite  and  quartz  by  higher 
refraction,  and  from  quartz  by  lower  double  refraction  and  negative 
optical  character.  When  anhedral  it  resembles  somewhat  tourmaline 
when  not  highly  colored,  but  is  distinguished  by  lower  double  refrac- 
tion,, and  when  pleochroic  by  the  direction  of  greatest  absorption. 
Anhedral  apatite  is  similar  to  eudialyte  and  eucolite  in  refraction  and 
double  refraction,  but  is  distinguished  by  somewhat  higher  refraction, 
by  less  definite  cleavage,  and  by  the  chemical  reactions.  From  anhe- 
dral melilite  and  gehlenite  it  is  distinguished  by  its  interference  color 
and  chemical  reaction;  and  from  anhedral  vesuvianite  by  somewhat 
lower  refraction  and  by  the  chemical  reactions. 

Laboratory  Production. — Apatite  has  been  obtained  by  Daubr^e 
by  the  action  of  chloride-of-phosphorus  vapor  on  lime.  It  has  also 
been  produced  by  the  fusion  of  tribasic  sodium  phosphate  with  an 
excess  of  calciimi  fluoride  or  calcium  chloride,  or  of  both  together 
(Manross,  Briegleb).  It  has  been  obtained  by  passing  hj^drochloric 
acid  vapor  over  tribasic  calcium  phosphate  heated  to  red  heat 
(Debray) ;  and  in  other  ways,  but  not  yet  in  molten  silicate  solutions 


TRIPLITE,  (RF)RP04. 

TRIPLOIDITE,  (R0H)RP04. 

Composition. — Phosphates  of  manganese  and  iron  chiefly  with 
fluorine  in  triplite,  and  hydroxyl  in  triploidite.  There  may  also 
be  small  amounts  of  calcium  and  magnesium  in  triplite.  In  this 
mineral  the  proportions  of  Fe  and  Mn  vary  widely,  from  Fe :  Mn  = 
2:1  to  1:7.    The  composition  of  triploidite  is  simpler. 

PsOs         FeO        MnO        CaO      MrO       F  HtO 

Triplite,  Schlackenwald  33 . 85    26.98    30.00    2.20    3.05    8.10      —  =104.18 

von  Kobel 
Branchville        32.17      7.69    54.14    1.80      —      7.53    0.36  =  103.69 

Penfield 
Triploidite,  Branchville  32.11    14. 8S    48.45    0.:33      —        —      4.08=  99.85 

Penfield 

These  minerals  are  soluble  in  hydrochloric  acid,  and  triplite  is 
often  altered  on  the  outside  to  manganese  oxide. 


o2t)  AMBLYGONITE. 

• 
Monoclinic. — Triplite  is  anhedral;    triploidite  is  commonly  in 

prismatic,  fibrous  to  columnar,  crystals,  also  anhedral.     For  tri- 
ploidite a:6:c=  1.85715: 1:1.49253;  /J^Tl*'  46'. 

Cleavage  occurs  in  two  directions  perpendicular  to  each  other 
in  triplite,  one  more  distinct  than  the  other.  In  triploidite  the 
cleavage  is  perfect  parallel  to  (100).     Fracture  subconchoidal. 

Triplite,  H.  =4-5.5  Sp.  gr.  =3.44-3.8 

Triploidite  4.5-5  3.697 

Optical  Properties. — Biaxial,  optically  positive  (+)  in  triplite; 
axial  plane  nearly  parallel  to  the  difficult  cleavage  and  normal  to 
the  easy  cleavage.  Bisectrix  Z  is  inclined  to  the  plane  of  easy 
cleavage  42°  10'  for  red,  and  41°  53'  for  yellow.  Dispersion  p>v. 
2W„.y=95°  27',  2H^y^  125°  30'.  In  triploidite  Y  is  nearly  normal 
to  cleavage  plane,  ZAc=3°  to  4?  in  the  acute  angle  /3.  Optically 
positive  (+),  2V  moderate,  p>v  extreme,  dispersion  of  bisectrices 
marked,    a  =  1 .725,  /?  =  1 .726,  r  =  1  -730,  ^  -  a  =  0.005,  Larsen. 

Color  of  triplite  brown  or  blackish  brown  to  almost  black.  Sub- 
translucent  to  opaque.  Luster  resinous  to  adamantine.  Trip- 
loidite is  yellowish  to  reddish  brown,  in  thin  crystals  wine-yellow, 
sometimes  hyacinth-red.  Pleochroism  faint.  Transparent  to  trans- 
lucent.    Luster  vitreous  to  brilliant. 

Occurrence. — ^Triplite  occurs  in  granite  at  Stoneham,  Me.,  and 
in  the  pegmatite  at  Branchville,  Conn.  It  is  associated  with  ber}'l, 
apatite,  and  columbite  in  quartz  in  Sierra  de  Cordoba,  Argentine; 
with  apatite  in  granite  at  Limoges,  France,  and  elsewhere.  Trip- 
loidite occurs  with  lithiophilite,  triplite,  and  other  minerals  in  the 
pegmatite  at  Branchville,  Conn. 

AMBLYGONITE. 

Li(AlF)P04. 

Fluophosphate  of  aluminium  and  lithium,  with  sodium  partly 
replacing  lithium,  and  hydroxy  1  replacing  fluorine  in  some  cases. 
In  powder  dissolves  slowly  in  hydrochloric  acid. 

PiOi       AhOa        Li20       NajO      UtO  F        MntOa 

Penig        48.21    33.55     8.97     2.04     1.75     11.26     0.13  =  105.94  Penfield 
Hebron    47.44     33.90    9.24     0.66     5.05       5.45      —  =101.74  Penfield 

Triclinic,  a :6:c =0.73337: 1:0.76332,  a  =  108°  54'  15",  /3=97°  48' 
10",  ^=106®  26' 40".  Euhedral  crystals  large  and  rough;  usually 
anhedral.  Twinning  common  in  poylsynthetic  lamellae,  parallel  to 
(101)  and  (TOl),  nearly  at  right  angles  to  each  other. 


LAZULITE.  527 

Cleavage  perfect  parallel  to  (001),  with  pearly  luster;  less  perfect 
parallel  to  (100),  with  vitreous  luster;  sometimes  equally  distinct 
parallel  to  (02l);  difficult  on  (lIO).  Fracture  imeven  to  sub- 
conchoidal.     H.  =  6.     Sp.  gr.  =  3.01-3.09. 

Optical  Properties. — Biaxial,  optically  negative  (— ).  Axial 
plane  in  Penig  mineral  inclined  12^*^  to  (100),  and  1&\°  to  (001). 
A'  is  inclined  1 1°  40'  to  the  edge  (100)  (001) .  2Er  =  86°  23',  2Ey  =  SG° 
21';  dispersion  small,  p>v.  In  other  varieties  the  axial  plane  is 
inclined  23*^  to  (001),  and  82°  to  (100),  and  X  is  nearly  parallel 
to  the  edge  (100)  (001).  The  axial  angle  is  large  and  variable 
(Des  Cloizeaux). 

a=  1.578,    ^=1.593,     r=  1.597,     r-«=0-019    L^vy-Lacroix 

Color,  white  to  pale  greenish,  bluish,  yellowish,  grayish  or 
brownish  white;  in  thin  sections  colorless.  Luster  vitreous  to 
greasy;  on  (001)  pearly. 

Occurrence. — Ajnblygonite  is  associated  with  tourmaline  and 
garnet  in  granite  near  Penig,  Saxony;  and  elsewhere  in  Europe. 
It  occurs  with  tourmaline,  apatite,  lepidolite,  rarely  cassiterite  in 
granite  pegmatite  at  Hebron,  Me.;  with  spodumene,  petalite,  lepi- 
dolite at  Peru,  Me.;  sparingly  in  the  pegmatite  at  Branchville, 
Conn.,  and  in  other  localities. 

LAZULITE. 

(A10H)2(Mg,Fe)(P04)2. 

Composition.— (Mg,Fe)  O  •  AI2O3  •  P2O6  •  H2O  with  Fe :  Mg(Ca) 
=  1:12,  1:6,  1:2,  2:3.  For  1:2,  P2O6  45.4,  AI2O3  32.6,  FeO  7.7, 
MgO  8.5,  H2O  5.8=100,  which  corresponds  closely  to  the  analysis  of 
lazulite  from  Sinclair  County,  N.  C,  and  from  Westano,  Sweden. 
Unacted  on  by  acids. 

Monoclinic;  prismatic  class.  a:6:c=0.97496: 1:1.6483,  ^=89® 
13?'.  Euhedral  crystals  commonly  acute  pyramidal  in  habit  with 
p(lll),  c(lll),  and  ^(101)  (Fig.  1);  sometimes  tabular  parallel  to  one 
pair  of  prismatic  planes  (Fig.  2) ;  also  prismatic  by  the  development 
of  one  of  the  prisms  (111)  or  (111).     Anhedral  crystals  massive  or 

granular. 

Xwinning. — (1)  Twinning  plane  (100),  composition  plane  irregular 
or  approximately  (001);   (2)  rarely  twinning  plane  (223). 

Cleavage  prismatic,  parallel  to  (111)  indistinct.  Fracture  uneven. 
H. = 5-6.    Sp.  gr.  =  3.057-3. 122. 


528 


MONAZITE. 


Optical  Properties. — Optically  negative  (— );  axial  plane  paralld 
to  (010);   acute  bisectrix  X  inclined  9°  20'— 9°  45'  to  c  axis,  in  the 


Fig.  1. 


Fio.  2. 


Fig.  3. 


acute  angle  ^.    Dispersion  in  air  distinct,  p<v;  inclined  dispersion 
of  the  bisectrices.    Axial  angle  large. 


2Er  =  132^  29'  2Ei,  =  134°  25'        Des  Qoizeaux. 
2Er=  136°  25'  2£'b=  138°  4' 
Graves  Mt. ,  Ga.    2£?r  =  1 1 1°  von  Lasaulx. 

Refraction  low,  double  refraction  high. 

Brazil,  a  =  1.603,  /?=  1.632,  r=  1.639,  r-a =0.036,  I^vy-Lacroix 

Color  azure-blue  to  bluish  white.  Pleochroism  distinct:  X  color- 
less, Y=Z  azure-blue. 

Occurrence. — Lazulite  occurs  in  sandstones  or  quartzite  of  various 
ages  in  separate  crystals  or  in  veins,  also  in  clay  slate,  as  near  Werfen 
in  Salzburg.  It  occurs  in  veins  or  pockets  in  quartzite  in  Horrsjoberg, 
Sweden.  It  is  abundant  with  corundum  at  Crowder's  Mt.,  Gaston 
Co.,  N.  C;  and  with  cyanite,  rutile,  pyrophyllite,  etc.,  on  Graves 
Mt.,  Lincoln  Co.,  Ga.,  and  elsewhere. 


MONAZITE. 
(Ce,La,Di)P04. 

Phosphate  of  the  cerium  metals.  Analyses  show  the  presence  of 
Th02  and  Si02,  which  are  probably  due  to  inclosed  crystals  of  thorite. 

Alexander  County,  N.  C,  PgOs  29.32,  CcaOa  37.26,  (La,Di)203 
31.60,  Si02  0.32,  Th02  1.48,  ign.  0.17  =  100.15.  Sp.  gr.-5.203  (Penfield 
and  Sperry) . 

Difficultly  soluble  in  hydrochloric  acid. 

Honoclinic;  a;6:c= 0.96933;  1:0.92558,  ^=76^20'  10".  Euhe- 
dral  crystals  commonly  small,  flattened  parallel  to  (100)  or  elongated 
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parallel  to  the  b  axis,  sometimes  prismatic  with  the  development  of 
v(Ill).  Forms  present  a(lOO),  6(010),  m(llO),  2/(310),  Z(210),  n(120), 
a;(I01),  ti?(101),  A(305),  e(Oll),  ii(021),  r(lll),  v(Ill),  and  others 
(Figs.  1,  2,  3);  also  in  irregularly  shaped  anhedrons  and  rounded 
grains. 


Fio.  2. 


Twinning  plane  (100) ;  in  part  cruciform  twins. 

Cleavage  parallel  to  (001)  sometimes  perfect;  parallel  to  (100)  dis- 
tinct; parallel  to  (010)  difficult,  rarely  parallel  to  (111).  Fracture 
conchoidal  to  uneven.    H.=»5--5.5.    Sp.gr.  =  4.9-5.3;  mostly  5.0-5.2. 


Fig.  3. 


Fio.  4. 


Optical  Properties. — Optically  positive  (+);  plane  of  the  optic 
axes  perpendicular  to  (010)  and  nearly  parallel  to  (100)  (Fig.  4).  The 
acute  bisectrix  Z  inclined  to  c  axis  from  2®  to  6®  30'  in  obtuse  angle  ^ 
(Pohl) ;  3^  1'  in  acute  angle  fi  in  monazite  from  Pragraten.  Angle 
between  the  optic  axes  small;  dispersion  weak  and  horizontal,  p<v. 


Lokansaari 

Aiendal 

New  York  City 

Alexander  Co.  N.  C. 

Norwich 

Val  Nalps  Tavetsch 


2E  ^22?  25' 
2E  =23®  2^ 
2J^-24**  7.6' 
2^y-28®66' 
2£V-29®  4' 
2^n-36*»12' 


Z/\c^  —4®  Ramsay-Zilliacus 

-  -3**  Wulfing 

—  —2**  Bowman 
--2*»15'  Bowman 
--3"  46'  Desaoizeauz 
«-4**24'  Bowman 
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Refraction  and  double  refraction  high. 

Arendal  a=  1.7957  ^-1.7965  ^-18411  r-a=0.0454  Wulfing 

Lokansaari  -1.7863    -1.7879    -1.8373  -0.0510  Ramsay- 

Zilliacus 
Alexander  Co.,  N.  C.      *»  1 .  792y  Bowman 

ValNalpa  =1.798y 

Color. — ^Hyacinth-red,  clove-brown,  reddish  or  yellowish  brown. 
In  thin  section  colorless  to  yellowish.  Pleochroic  in  thick  plates;  on 
tumerite  X  light  yellow,  Y  dark  yellow,  Z  greenish  yellow.  Absorp- 
tion distinct,  Y>Z^X. 

Occurrence. — Monazite  occurs  in  granites  and  granitic  gneisses, 
usually  in  minute  crystals,  but  reaching  considerable  size  in  pegma- 
tite. It  is  found  in  granite  in  the  Ilmen  Mountains  near  Zlatoust; 
in  pegmatite  near  Moss  and  in  various  other  localities  in  Norway  and 
elsewhere  in  Europe;  in  numerous  localities  in  the  United  States, 
especially  at  Amelia  Court  House,  Va.,  and  in  Alexander,  Madison, 
Mitchell,  and  Yancey  counties,  N.  C,  and  elsewhere.  It  is  wide-spread 
in  granites  and  gneiss  in  Brazil. 

Resemblances. — ^lonazite  is  distinctively  characterized  by  its 
refraction  and  double  refraction  when  compared  with  minerals  with 
which  it  may  be  associated. 


XENOTIME. 
YPO4. 

Or  Y203-P205  =  P206  38.6,  Y2O3  61.4=100.  The  yttrium  metals 
may  include  erbium  in  large  amount;  cerium  is  sometimes  present; 
also  silicon  and  thorium  as  in  monazite;  small  amounts  of  other  ele- 
ments appear  in  the  analyses.    Insoluble  in  acids. 

Tetragonal;  c  =  0.61867.  Euhedral  crystals  short  prisms  with 
the  same  habit  as  zircon :  (110),  (100) ,  (1 1 1) ,  (101) ,  and  others.  Twin- 
ning plane  (101). 

Cleavage  parallel  to  (110)  perfect.  Fracture  uneven  and  splintery. 
H.  =  4-5.     Sp.  gr.  -  4.45-4.56. 

Optical  Properties. — Optically  positive  (+).  Refraction  and 
double  refraction  high  as  in  zircon. 

Color. — ^Yellowish  brown,  reddish  brown,  hair-brown,  flesh-red, 
grayish  white,  wine-yellow,  pale  yellow  In  thin  section  colorless,  yel- 
lowish, light  brownish.  Streak  pale  brown,  yellowish,  or  reddish. 
Luster  resinous  to  vitreous. 
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Occurrence. — Xenotinie  occurs  in  some  granites  and  syenites  and 
in  their  pegmatite  veins,  also  to  some  extent  in  gneiss.  It  has  been 
found  in  a  granite  vein  at  Hittero,  and  in  the  syenite-pegmatites  in 
the  Langesund  region,  Norway;  in  localities  in  Sweden,  Switzerland, 
Bohemia,  and  elsewhere  in  Europe.  It  occurs  in  considerable  quan- 
tity in  the  muscovite  granites  of  Brazil,  and  in  the  sands  derived  from 
such  rocks  in  Georgia  and  North  Carolina,  and  near  Pike's  Peak,  Colo. 
It  is  often  associated  with  zircon,  with  which  it  is  sometimes  grown  in 
parallel  orientation. 

Resemblances. — Xenotime  is  most  like  zircon,  differing  from  it 
chiefly  in  hardness  and  chemical  composition.  It  is  distinguished 
from  cassiterite  by  lower  double  refraction;  from  anatase  by  the 
optical  character  (+).  It  is  somewhat  like  titanite  and  monazite 
in  refraction  and  double  refraction,  but  differs  from  them  by  being 
uniaxial. 

HUSSAKITE. 
SRaOgSOs-SPgOfi. 

Phosphate  of  yttrium  (Y2O3  43.4) ,  erbium  (Er203  14.8) ,  and  gad- 
olinium (?)  (Gd203  2.0)  with  sulphur.  In  composition  closely  related 
to  xenotime,  of  which  it  may  be  a  variety. 

Tetragonal;  c= 0.6208.  Euhedral  crystals  short  prisms  with 
(110)  ,(111),  (331) ,  rarely  (100) ;  also  in  rounded,  rolled  grains. 

Cleavage  parallel  to  (110)  distinct.  Fracture  uneven.  H.  =  5. 
Sp.gr.  =  4.587. 

Optical  Properties. — Optically  positive  (+).  Refraction  strongs 
double  refraction  very  strong,    ey  —  o^  =  0.0948. 

car=  1.7166,  c«v=  1-7207,  a>^=  1.7244  [^  ^  t>  v.- 

t=  1.8113,  .,  =  1.8155,  .^=1.8196  t^^^^^^«^^^"^S^^ 

Color. — ^Yellowish  white,  honey-yellow,  brown  to  dark  brown.  In 
thin  section  colorless,  yellowish  to  light  brownish.  Luster  vitreous. 
In  some  cases  weak  pleochroism;  0  pale  rose  or  light  yellow-brovvTi, 
E  brownish  yellow  or  gray-brown  (Rosier) . 

Occurrence. — Hussakite  occurs  in  sand  from  Dattas  in  Minas 
Geraes,  also  in  clay  and  argillaceous  sandstone  and  in  several  granitic 
rocks. 

Resemblances. — Hussakite  is  possibly  a  variety  of  xenotime  con- 
taining SO3.  It  is  like  cassiterite  in  double  refraction,  but  has  lower 
refraction.  It  has  higher  double  refraction  than  zircon,  as  well  as 
lower  refraction. 
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URAXIXITE. 

Composition.  — Uranate  of  uranyl,  lead,  commonly  thorium  and 
zirconium,  besides  the  elements  of  the  cerium  and  jiitrium  groups; 
also  containing  helium  in  small  amounts.  The  proportions  of  the 
constituents  vary  greatly  and  no  formula  has  yet  been  found  satis- 
factory. The  mineral  is  important  on  account  of  its  large  content 
of  radioactive  substances,  uranium,  thorium,  etc.,  and  because  of 
the  notable  percentage  of  helium.  In  the  accompanying  analyses 
minor  quantities  have  been  condensed: 

UOi      UOi       ThOj  (Ce.lA.Y)i0«  PbO    He     HiO      etc. 
Gl&ston-  26.48  57.43  0.79     0.58      3.26     —    0.61  1.34»  99.49  HiUebrand 
bury 

N.  Caro-  60.83  39.31  2.78      0.96    4.20  0.37  1.21  1.33-100.99 

Una 

AnnerOd  30.63  46.13  6.00     .  1.56    9.04  0.17  0.74   5.^4-  99.61 

Broggerite  (Anner5d) ,  deveite,  and  nivenite  are  varieties  of  uran- 
inite.  All  are  soluble  in  nitric  and  sulphuric  acids,  but  those 
containing  the  rare  earths  more  readily  than  other  varieties.  Uran- 
inito  alters  to  the  hydrous  mineral  of  similar  composition,  called 
gummite,  which  is  anhcdral,  and  in  part  probably  amorphous. 

Isometric;  euhedral  crystals  rare;  habit  octahedral  (111),  with 
dodocahedral  planes  (101);  less  often  in  cubes  modified  by  the 
octahedron  and  dodecahedron.  Commonly  anhedral.  Cleavage 
none;  fracture  conchoidal  to  uneven.  H.  =  5.5.  Sp.  gr.  =  9.0-9.7. 
With  alteration  the  density  decreases  to  6.4. 

Color,  grayish,  greenish,  brownish,  and  velvet-black,  opaque. 

Occurrence. — Uraninite  occurs  in  granite  pegmatite,  as  at 
Anner6d  (brOggerite)  near  Moss;  and  with  allanite,  fergusonite, 
and  thorite  at  the  Carta  quarry  (cleveite)  near  Arendal,  Norway; 
with  monazite  at  Villeneuve  mica  veins,  Quebec,  Canada.  In 
granite  pegmatites  in  several  localities  in  Connecticut,  including 
Branchville;  in  North  Carolina;  with  gadolinite  and  other  similar 
minerals  in  the  pegmatite  in  Llano  Co.,  Texas  (nivenite);  in  large 
quantities  at  Black  Hawk,  near  Central  City,  Colo.;  and  in  the 
Bald  Mountain  district,  Black  Hills,  S.  Dak. 
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SCHEELITE. 
Ca\V04. 

Composition.— Calcium  tungstate,  CaO,  WOa^WOa  80.6,  CaO 
19.4.  Molybdenum  usually  replaces  part  of  the  tungsten,  to  as 
much  as  M0O3,  8.23.  Copper  may  replace  some  of  the  calcium; 
and  didymium  (Ce,La)  may  also  be  present.  Decomposable  in 
hydrochloric  acid.     Commonly  altered  to  wolframite. 

Tetragonal,  bipyramidal.  class;  c=  1.5356.  Euhedral  crystals 
bipyramidal,  with  e(lOl),  or  p(lll)  predominating,  Figs.  1  and  2; 


Fig.  1.  F.G.  2. 

also  tabular  parallel  to  c(OOl).  Anhedral  in  various  aggregations. 
Twinning  on  (100),  both  contact  and  penetration  twins;  composi- 
tion plane  (100),  sometimes  (001). 

Cleavage  distinct  parallel  to  (111);  interrupted  parallel  to  (101). 
Fracture  uneven.    H. =4.5-5.    Sp.  gr.  =  5.9-6.1. 

Optical  Properties. — Uniaxial,  optically  positive  (-h);  6>=  1.918, 
£  =  1.934,  €-^=0.016. 

Color,  white,  yellowish,  brownish,  greenish,  reddish;  sometimes 
almost  orange-yellow.     In  thin  section  colorless. 

Occurrence. — Scheelite  is  commonly  associated  with  cassiterite, 
topaz,  fluorite,  molybdenite  or  wolframite  in  quartz.  It  occurs 
with  tourmaline  in  albite  at  Chesterfield,  Mass.  It  -arely  occurs  in 
pegmatite. 
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SiOz. 

Trigonal,  TiuLFEZOHEORAL  below  575°.     c=  1.09997.     Hexagonal,  Trapezo- 
HEDRAL  above  575^. 
Twinning:  not  recognizable  in  thin  section. 

Cleavage:    (lOll),   (Olll),  difficult  and  rarely  observed,  also  (lOlO) 
and  sometimes  (0001)  almost  never  observed.    Lamellar  structure 
due  to  gliding  planes  ||  (lOll)  and  ||  (01  Tl)  developed  by  secondary 
means  according  to  Judd. 
Fracture:  conchoidal.    Brittle  to  tough.    H.  =7.    Sp.  gr.  =2.660,  Pen- 
field. 
Optical  Properties:  Uniaxial.     Rotary  polarization,  not  observable  in 
thin    section.     Optically    positive     (+).    Vo>Ve.     eo""  1.55328,    <wd  = 
1.54418.     e-ai  =  .0091. 
Color:    colorless  in  thin  section.     In  thicker  crystals  colorless,  gray,  yel- 
low, brown  to  black,  amethystine,  blue,  green,  red,  white.    LusUt: 
vitreous. 


Chemical  Composition. — Si02,  silicon  dioxide,  composition 
invariable.  Inclusions  of  other  substances,  gaseous,  liquid,  or  solid, 
affect  the  analysis  of  a  quartz  crystal,  but  the  mineral  itself  has  a 
fixed,  definite  composition.  Unattacked  by  acids  other  than  hydro- 
fluoric, slightly  attacked  by  solutions  of  fixed  caustic  alkalies.  This 
resistance  to  the  attack  of  ordinary  acids  explains  the  general  absence 
of  alteration  in  the  quartz  crystals  of  rocks,  except  where  they  have 
been  subjected  to  profound  metamorphism.  Ordinary  processes  of 
alteration  and  decomposition  do  not  affect  quartz.  They  appear 
fresh  and  imaltered  when  other  minerals  have  been  decomposed. 
Evidences  of  modification  in  quartz  are  in  most  instances  mechan- 
ical. 

Crystal  Habit. — Euhedral, — When  rock-making  quartz  possesses 
its  own  form  it  is  bounded  by  plus  and  minus  rhombohedrons  r(lOll), 

2(0lll),  nearly  equally  developed,  and 
therefore  resembling  a  hexagonal  bipj-ra- 
mid.  In  some  cases  the  prism  m(lOlO) 
is  present  as  a  subordinate  form  (Figs.  1 
and  2).  When  the  crystals  project  into 
cavities  the  habit  is  more  prismatic  and 
the  terminal  faces  more  highly  modified. 
The  habit  of  euhedral  quartzes  in  ig- 
neous  rocks  is  the  same  whether  they  are  phenocrysts  in  porphyries 


Fig.  1. 


Fig.  2. 
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or  microscopic  crystals  in  rock  glasses,  obsidian.    That  is,  microlitic 
quartzes  have  the  same  habit  as  megascopic  ones. 

Cross-sections  of  enhedral  quartzes  are  six-sided;  longitudinal 
sections  are  rhombic,  with  acute  angles  ranging  from  76°  26'  to  nearly 
90°,  according  to  the  position  of  the  section.  When  subordinate 
prism  faces  occur  the  longitudinal  sections  also  are  six-sided. 

Euhedral  quartzes  occur  mostly  as  phenocrysts  in  porphyries, 
and  to  some  extent  in  porphyritic  granites.  They  occur  less  often 
as  components  of  non-porphyritic  granite  and  of  the  groundmass 
of  certain  finer-grained  rocks.  Clusters  of  two  or  more  subhedral 
quartzes  occur  in  igneous  rocks,  but  they  are  not  so  common  as  sepa- 
rate euhedral  crystals. 

Subhedral. — Quartzes  that  are  partly  bounded  by  crj'stal  faces 
and  partly  irregular  are  of  four  categories:  (1)  Those  grown  free 
in  certain  directions  and  against  other  crystals  in  other  directions, 
such  as  a  cluster  of  quartz  phenocr^'sts,  less  often  a  cluster  of  quartz 
and  feldspar  phenocrysts.  (2)  Those  quartzes  grown  simultaneously 
with  feldspar,  occasionally  with  other  minerals,  in  graphic  inter- 
growth.  In  this  case  the  quartzes  are  to  some  extent  boimded  by 
prismatic  faces  and  by  inclined  faces,  possibly  trapezohedrons,  and 
to  a  large  extent  they  are  boimded  by  irregularly  shaped  surfaces, 
often  rounded.  (3)  Those  quartzes  which  are  more  or  less  rounded 
on  the  edges  and  angles  but  still  retain  their  characteristic  shapes. 
This  category  embraces  crystals  that  were  at  one  time  euhedral  and 
have  been  rounded  by  solution  in  the  liquid  magma,  and  crystals 
that  grew  in  the  first  instance  with  more  or  less  rounded  shapes. 
The  former  are  represented,  no  doubt,  by  many  roimded  phenocrysts 
in  porphjrries,  certainly  by  those  quartz  phenocrj'sts  in  basic  rocks 
that  are  plainly  surrounded  by  glass  as  the  result  of  magmatic  solu- 
tion. Examples  of  quartzes  that  have  crystallized  in  rounded  forms 
are  found  in  some  gneisses,  the  rounded  quartzes  being  inclosed  in 
feldspars.  (4)  There  are  in  some  porphyries  quartz  phenocrysts 
that  crystallized  in  hedral  forms  but  have  cracked  into  irregularly 
shaped  fragments  and  have  been  spread  apart  in  the  liquid  magma. 
Such  fragments  may  be  more  or  less  hedral. 

Anhedral. — In  the  great  majority  of  cases  rock-making  quartzes 
are  anhedral,  having  crystallized  against  one  another  or  other  min- 
erals. Their  cross-sections  are  irregular  in  outline,  in  no  way  char- 
acteristic of  the  cr}''stal.  They  may  have  an  irregularly  straight- 
edged  or  somewhat  curved  outline,  which  may  be  called  uneven. 
Or  the  outline  may  be  distinctly  rounded,  or  quite  jagged  or  serrated. 
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Uneven  annedral  quartzes  are  common  in  nearly  all  holocrystallme 
quartz-bearing  rocks,  such  as  granite  and  many  quartzites.  Serrated 
anhedral  quartzes  occur  in  a  great  number  of  metamorphic  rocLs, 
gneisses,  schists,  and  some  quartzites.  Rounded  anhedral  quartzes 
occur  as  phenocrysts  in  some  porphyries,  as  portions  of  graphic 
quartz  in  feldspar  or  other  minerals,  and  as  separate  inclusions  in 
other  minerals  in  many  metamorphic  rocks. 

Twinning  frequently  occurs  in  rock-making  quartzes,  but  Is 
not  recognizable  in  thin  sections.  It  may  be  determined  in  thick 
sections  by  the  optical  behavior  of  the  interference  figure.  It  may 
also  be  observed  when  the  quartzes  are  immersed  in  liquids  having 
the  same  index  of  refraction  (Klein's  method) ,  and  it  may  be  recog- 
nized by  means  of  etching  in  hydrofluoric  acid. 

Cleavage. — In  most  cases  cleavage  is  not  developed  in  quartzes 
in  rocks,  which  generally  serves  to  distinguish  them  from  feldspar. 
In  rare  instances  imperfect  cleavage  parallel  to  the  rhombohedral 
faces  is  present.  Other  possible  cleavages  have  not  yet  been  noted 
in  rock-making  quartzes. 

Fracture. — The  conchoidal  fracture  of  quartz  shows  itself  in  more 
or  less  curved  cracks,  which  in  some  occurrences  approach  spheroidal 
or  perlitic  forms. 

Optical  Properties. — Colorless  in  thin  section,  quartz  is  perfectly 
transparent,  with  nearly  the  same  refraction  as  that  of  Canada  bal- 
sam. It  appears  to  have  a  very  smooth  surface  and  a  faint  outline, 
often  difficult  to  recognize.  It  does  not  stand  out  in  relief  in  com- 
parison with  other  minerals  or  with  balsam.  Its  refraction  is  slightly 
higher  than  that  of  balsam.  £d=  1.55328,  ^6*0=  1.54418,  for  yellow 
light.  The  ordinary  ray  is  faster  than  the  extraordinary.  Optically 
(4-).  The  index  of  refraction  of  the  faster  ray  in  all  sections  is  con- 
stant =1.544 18,  and  may  be  used  as  a  basis  for  comparison. 

The  double  refraction  is  low,  0.0091.  All  sections  less  than  0.04 
mm.  thick  show  gray  of  the  first  order  as  the  interference  color. 
In  rather  thick  sections,  0.05  to  0.06  mm.,  the  color  reaches  red  of 
the  first  order.  A  imiaxial  interference  figure  is  obtainable  from 
cross-sections  which  exhibit  little  or  no  double  refraction,  and  the 
character  of  the  double  refraction  is  readily  determined. 

In  some  cases  the  interference  cross  separates  slightly  into  hyper- 
bolas indicating  molecular  strain  within  the  quartz.  This  is  also 
shown  in  other  cases  by  the  variation  in  the  interference  color  in 
the  section  of  a  quartz  crystal.  The  color  or  shade  of  darkness  imdu- 
lates  over  the  section  when  it  is  turned  slightly;   the  directions  of 
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vibration  of  light  are  not  the  same  in  all  parts  of  the  crystal.  There 
is  molecular  distortion,  usually  the  result  of  stresses  undergone  by 
the  rock  mass.  Occasionally  such  molecular  distortion  is  found 
about  inclusions  within  a  quartz  crystal,  indicating  a  difference  in 
the  contraction  of  the  two  substances  upon  cooling  after  crystalliza- 
tion. 

Color. — In  a  perfectly  pure  state  quartz  is  transparent  and 
colorless,  and  in  thin  section  quartz  substance  is  colorless.  The  vari- 
ous colors  exhibited  by  quartz  crystals  megascopically  arise  from 
pigment  often  so  dilute  as  to  escape  recognition  with  a  microscope, 
as  in  smoky  quartz.  In  other  cases  the  coloring-matter  is  visible 
microscopically.  Milky-white  color  is  generally  due  to  the  reflec- 
tion of  light  from  inclusions  of  gas  or  liquid.  Sky-blue  color  is  due 
in  some  cases  to  the  reflection  of  light  from  mineral  inclusions  thinner 
than  half  a  wave  length  of  light.  In  other  cases  blue  color  is  due 
to  magnetite.  Green  colors  often  arise  from  inclusions  of  green 
minerals,  such  as  chlorite  or  actinolite;  yellow,  orange,  and  red 
colors,  from  inclusions  of  iron  oxides. 

It  is  to  be  noted  that  quartz  is  usually  among  the  light-colored 
constituents  of  rocks,  but  may  often  be  the  darkest  mineral  visible 
megascopically,  as  in  some  varieties  of  rapakiwi  from  Finland,  and 
in  the  rhyolite  of  Eureka,  Nevada. 

Inclusions. — Certain  kinds  of  inclusions  occur  so  frequently  in 
quartz  as  to  be  characteristic  of  particular  modes  of  occurrence  of 
the  quartz. 

Gds  and  fluid  inclusions  in  irregularly  shaped  cavities  are  most 
common  in  anhedral  quartzes  in  all  kinds  of  rocks.  The  relative 
proportions  between  gas  and  liquid  vary  widely  within  one  quartz 
crystal.  Where  the  ga-s  bubble  is  relatively  small  it  is  usually  in 
motion.  The  liquid  is  in  most  cases  water,  but  liquid  carbon  dioxide 
is  not  uncommon,  the  most  notable  occurrence  being  that  in  the 
quartz  of  a  coarse  pegmatite  iit  Branchville,  Conn.  The  nature  of 
the  gas  is  not  generally  known,  except  that  it  must  be  in  part  water 
vapor.  In  the  smoky  quartz  at  Branchville  it  has  been  determined 
by  A.  A.  Wright  to  be  CO2,  N,  H2S,  SO2,  H3N,  and  F. 

There  are  in  some  fluid  inclusions  colorless  cubical  crystals  whose 
composition  has  not  been  determined.  The  distribution  of  fluid 
inclusions  is  in  some  quartzes  quite  indefinite;  in  others  it  is  in  planes 
or  lines  through  the  crystal,  as  though  along  former  cracks.  In  this 
case  the  secondary  nature  of  the  inclusions  is  indicated,  a  crack 
having  been  filled  up  with  quartz  except  in  the  spaces  occupied 
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by  liquid  and  gas.  In  igneous  rocks  the  size  of  primary  fluid  inclu- 
sions sometimes  bears  a  general  relation  to  the  size  of  the  quartzes 
in  one  rock  mass,  being  larger  in  the  larger  quartzes  than  in  the 
smaller  ones.  The  shape  of  the  cavity  is  less  often  that  of  a  quartz 
crystal,  the  cavity  being  bounded  by  crystal  planes. 

Glass  and  groundmass  inclusions  occur  in  euhedral  and  jounded 
quartzes,  which  are  usually  phenocrysts  in  porphyries.  The  shape 
of  the  inclusions  is  generally  rounded  or  corresponds  to  the  form 
of  the  quartz  crystal,  the  plus  and  minus  rhombohedrons.  All  those 
in  one  quartz  have  like  orientation.  Occasionally  there  are  minute 
fractures  parallel  to  the  axial  planes  (Fig.  37,  p.  71).  The  glass  inclu- 
sion may  contain  a  gas  bubble,  besides  microscopic  crystals.  The  char- 
acter of  the  glass  inclosed  in  the  quartz  may  be  like  that  of  glass  sur- 
rounding the  quartz  or  it  may  be  different.  Glass  may  exist  within 
quartz  phenocrysts  when  the  groundmass  of  the  rock  is  holocrystal- 
line.  In  some  cases  the  inclusion  is  holocrystalline,  like  the  ground- 
mass  surrounding  the  quartz.  It  seldom  happens  that  glass  or  ground- 
mass  inclusions  are  very  abundant  in  one  quartz  crystal,  as  they 
sometimes  are  in  feldspars. 

Mineral  inclusions  may  be  of  any  kind  that  occurs  in  the  rock, 
since  quartz  not  infrequently  is  the  last  constituent  to  cr^''stallize; 
but  certain  kinds  of  minerals  are  more  frequently  met  with  than 
others,  and  some  are  specially  located  in  the  quartzes.  This  is  the 
case  with  extremely  thin  microscopic  needles  having  high  refrac- 
tion, which  are  rutile.  They  may  be  very  abundant.  They 
characterize  the  quartz  of  some  granites,  gneisses,  etc.  Minute 
crystals  of  apatite  and  plates  of  ilmenite  abound  in  blue  quartzes 
in  certain  porphyries  and  granites.  In  a  very  large  majority  of 
cases  quartz  is  free  from  characteristic  mineral  inclusions. 

PoikUUic  quartz,  containing  abundant  crystals  of  feldspar  or 
other  minerals,  occurs  as  a  primary  crystallization  in  igneous  rocks, 
both  phanerocrystalline  and  microcrystalline.  The  quartz  was  the 
last  constituent  to  crystallize  and  formed  a  matrix  for  other  con- 
stituents. In  some  porphyries  it  produces  a  micropoikilitic  ground- 
mass.  Poikilitic  quartz  also  occurs  in  metamorphosed  rocks,  both 
phaneritic  and  aphanitic.  It  has  been  developed  in  the  ground- 
mass  of  certain  porphyries,  as  in  aporhyolite  of  South  ^fountain.  Pa. 

Graphic  quartz  is  most  frequently  developed  with  alkali  feldspar, 
oftener  potash-feldspar,  orthoclase,  or  microcline;  less  often  with 
albite  or  oligoclase,  and  rarely  with  garnet  or  tourmaline.  It  occurs 
in  coarse-grained  pegmatites,  in  granite  of  various  grain,  and  in 


QUARTZ.  539 

aphanitic  rocks,  mostly  as  components  of  the  groimdmass,  but  in 
some  cases  as  phenocrysts,  megascopic  or  microscopic.  It  is  prob- 
ably graphic  quartz  that  occurs  in  spherulites  when  quartz  is  pres- 
ent in  these  forms  of  crystallization.  Graphic  quartz  does  not  occur 
in  metamorphic  rocks,  though  poikilitic  quartz  is  common.  It  is 
probably  wholly  a  product  of  primary  crystallization  from  a  rock 
magma,  and  not  a  deposit  from  secondary  aqueous  solutions. 

Modes  of  Occurrence. — Quartz  is  a  primary  constituent  of  igne- 
ous rocks,  having  crystallized  directly  from  the  molten  magma.  It 
occurs  as  phenocrysts  in  holocrystalline  as  well  as  in  glassy  por- 
phyries, and  as  microlites  in  some  obsidians.  It  forms  a  primary 
constituent  of  the  groundmass  of  many  igneous  rocks,  in  some  cases 
of  rocks  quite  low  in  silica,  its  presence  depending  on  the  relative 
proportions  of  the  chemical  elements  and  on  the  minerals  crystallized. 

Quartz  occurs  in  metamorphic  rocks,  both  as  an  unaltered  con- 
stituent of  the  original  rock  in  some  instances,  and  as  a  product 
of  recrystalhzation  through  metamorphic  agencies.  It  occurs  as  a 
crystallization  from  aqueous  solutions,  hot  or  cold,  deposited  in  fis- 
sures or  other  cavities,  or  disseminated  through  a  mineral  mass 
as  a  more  or  less  complete  replacement  of  a  former  mineral.  Finally, 
it  occurs  in  fragmental  rocks  as  fragments  of  any  of  the  kinds  of 
quartz  just  mentioned. 

Laboratory  Production. — Quartz  has  been  obtained  in  the  labo- 
ratory by  heating  hydrous  silica  in  closed  tubes  at  a  moderate  tem- 
perature, and  by  heating  water  in  a  closed  glass  tube.  It  has  been 
crystallized  from  a  mixture  of  silica  and  sodium  or  lithium  tungstate 
fused  at  a  temperature  of  about  900°  C.  But  only  recently  has  it 
been  obtained  from  a  fused  silicate  solution  in  an  open  crucible. 

Two  kinds  of  quartz  are  now  known:  a-quartz,  which  crystallizes 
below  575°  C.,is  trigonal  trapezohedral,  and  is  characterized  by  rhom- 
bohedral  forms  in  combination  with  others;  P  quartz,  which  crystal- 
lizes above  575°,  is  hexagonal  trapezohedral,  and  is  characterized 
by  hexagonal  bipyramidal  forms,  common  in  quartz  phenocrysts  in 
some  igneous  rocks.  The  inversion  downward  from  fi  to  a  quartz 
is  accompanied  by  intricate  internal  twinning  and  optical  differences, 
and  takes  place  readily. 

At  about  800°  is  a  transition  point  between  /?  quartz  and  fi 
cristobalite,  an  isotropic  form  of  Si02,  having  nearly  the  same 
index  of  refraction  as  tridymite,  and  likely  to  be  confused  with  it. 
This  is  the  stable  phase  of  Si02  above  800°.  However,  the  change 
from  quartz  to  cristobalite  takes  place  so  sluggishly  that  quartz 
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may  be  heated  rapidly  to  about  1600°,  when  it  melts  without  passing 
into  cristobalite;  and  cristobalite  exists  at  ordinary  temperatures, 
but  as  ct-cristobalite. 


CHALCEDONY. 
SiOg. 

Chemical  Composition. — Si02;  like  quartz. 

Crystal  Habit. — Chalcedony  occurs  in  aggregates  of  radiating,  and 
also  of  parallel;  fibers,  the  shape  of  whose  cross-section  is  irregular. 
These  spherulitic  aggregations  have  crystallized  from  walls  of  fissures 
or  cavities  like  agate.  There  are  no  indications  as  to  the  system  of 
crystallization.     H.  =  7.     Sp.  gr.  =  2.59-2.64. 

Optical  Properties. — Chalcedony  is  colorless  in  thin  section,  has 
about  the  double  refraction  of  quartz,  but  a  little  lower,  and  has  a 
noticeably  lower  index  of  refraction,  np=  1.537,  almost  identical 
with  that  of  Canada  balsam,  slightly  lower.  The  fibers  of  chalced- 
ony have  parallel  extinction.  The  ray  vibrating  parallel  to  the 
length  of  the  fiber  is  the  fastest.  If  the  fibers  were  quartz  elongated 
parallel  to  the  c  axis,  this  ray  would  be  the  slowest. 

Color. — Pale  colors  of  various  tones  to  black,  translucent  ta 
transparent.     In  thin  section  colorless.     Luster  wax-like. 

Modes  of  Occurrence. — Chalcedony  is  a  secondary  mineral  deposited 
in  cavities  as  a  result  of  infiltration  or  alteration  of  silicate  rocks. 
It  may  occur  in  any  kind  of  siliceoas  rock,  igneous,  metamorphic,  or 
sedimentary. 

There  are  several  other  forms  of  silica  that  have  been  observed, 
but  they  are  of  such  rare  occiurrence  that  a  detailed  description  is 
not  necessary  in  this  place. 

Lussatite  is  a  fibrous  scaly  aggregate  with  weaker  double  refrac- 
tion than  that  of  quartz.  The  ray  vibrating  parallel  to  the  length 
of  the  fiber  is  the  slowest.  72^1=1.446.  Sp.  gr.  =  2.04.  (E.  Mallard, 
Bull.  Soc.  Min.  Fr.,  1890,  XIII,  62.) 

Quartzin  and  lutecite  are  less  definitely  determined  varieties 
described  by  Michel-L6vy  and  Munier-Chalmas.  (Comptes  Rendus 
24  Mars,  1890.) 


SiOa. 

Chemical  Compositioii. — SiOj.  Silicon  dioxide,  like  quart:!.  Solu- 
ble in  boiling  sodium  carbonate. 

Hexagonal  at  130°  (Mallard).    c=  1.65304. 

Crystal  Hatut. —  Euhedral  crystals  are  thin  hexagonal  plates 
bounded  by  c(0001),  m{10lO),  with  subordinate  a(n20),  p(lOll) 
(Fig.  1).  Oft«n  twinned  parallel  to  (10i6)  or  (3054)  in  wedge-shaped 
juxtaposition  twins  or  trillings  (Figs.  2  and  3) ;  often  p^ietration 
forms,  fan-shaped  groups,  and  spherical  a^regations.  These  are  the 
habits  of  crystals  grown  in  cavities.  They  are  usually  very  small, 
5  nun.  and  less  in  diameter.  In  still  smaller  aggregates  in  rocks  they 
appear  as  hexi^onal  and  less  regular  plates,  and  sometimes  resemble 
the  tiling  on  a  roof.  Anhedral  forms  of  microscopic  proportions  are 
not  specially  noteworthy. 

Cleavage  parallel  to  (lOlO)  indistinct;  sometimes  a  parting  parallel 
to  (0001).     Fracture  conchoidal.     H.-7.    Sp.  gr.  =  2.28-2.33. 

Optical  Properties. — Colorless  in  thin  sections.  Althoi^h  uniaxial 
at  moderately  high  temperatures,  it  appears  to  be  biaxial  at  onJinaiy 
temperatures,  and  has  been  considered  by  von  Lasaulx  to  be  tH- 
clinic.  Optically  positive  (+).  The  average  index  of  refraction 
is  1.4775  (Jlallard),  with  j--a  =  .00185,  r-/5=-00025,  ^-a=0.0016. 
2E=66°  approximately,  corresponding  to  27  =  43°.  In  thin  section 
the  double  refraction  is  so  weak  as  to  be  scarcely  perceptible  in  some 
cases.     In  other  cases  various  parts  of  one  crystal  exhibit  different 


optical  orientation,  as  though  the  crystal  were  twinned  in  more  than 
one  position. 
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Color. — Colorless  to  white.  In  thin  section  colorless.  Luster 
vitreous;  pearly  on  basal  pinacoid. 

Inclusions. — Gas  inclusions  are  the  only  kind  that  occur  with 
any  frequency.     Otherwise  tridymite  is  quite  free  from  inclusions. 

Modes  of  Occurrence. — ^Tridymite  occurs  frequently  in  volcanic 
lavas,  especially  the  more  siliceous  and  feldspathic  kinds.  It  occurs 
in  small  aggregations  in  the  massive  rock,  and  often  in  cavities  asso- 
ciated with  quartz  and  feldspar.  It  is  sometimes  associated  with 
amorphous  silica,  opal,  and  cacholong  in  these  rocks.  It  has  been 
found  in  meteorites.  It  does  not  occur  in  the  phanerocrystalline  rocks- 
Laboratory  Production. — ^Tridymite  has  been  produced  by  heat- 
ing gelatinous  silica  with  an  alkaline  solution  in  a  closed  tube  at  a 
red  heat.  Quartz  has  been  formed  in  the  same  vessel  at  a  lower  tem- 
perature. Tridymite  is  formed  when  a  silicate  is  decomposed  m  a 
salt  of  phosphorous  bead  with  the  separation  of  a  skeleton  of  silica. 
It  has  been  formed  in  the  walls  of  the  muffles  of  a  zinc  furnace. 

Two  phases  of  tridymite  are  known.  a-trid3rmite  is  stable 
below  130°,  and  ^-tridymite  stable  above  130°.  The  higher  phase 
is  uniaxial,  corresponding  optically  to  the  hexagonal  form  of  natural 
crystals,  which  probably  formed  above  130°.  Upon  inversion  into 
a-tridymite  the  mineral  becomes  optically  biaxial,  and  intricately 
twinned. 

CRISTOBALITE. 

Si02. 

Composition  the  same  as  quartz  and  tridymite. 

Isometric  above  175°,  in  small  octahedrons;  some  are  2  mm.  in 
diameter.  Crystals  sometimes  skeleton-like,  with  depressed  faces. 
Twinning  (111). 

Cleavage  none.    H.  =  6-7.    Sp.  gr.  =  2.27-2.34. 

Optical  Properties. — Isotropic  above  175°;  doubly  refracting 
below  175°  with  intricate  twinning,  weak  double  refraction,  lo  —  t^ 
0.00053,  Mallard.  Index  of  refraction  1.484±0.003.  Color  white, 
translucent.     Luster  dull. 

Occurs  with  tridymite  in  cavities  in  andesite  at  Cerro  San 
Cristobal,  near  Pachuca,  Mexico. 
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OPAL. 
SiOz  +  nHzO. 

Composition. — Silica  with  variable  amounts  of  water,  from  2  to 
more  than  13  per  cent.,  mostly  from  3  to  9  per  cent.  A  hyalite  gave 
3  per  cent.;  fire-opal  6-8  per  cent. ;  precious  opal  from  Hungary  10  per 
cent.;  gey  serf  te  9-13  per  cent.  Quartz  is  often  present  in  some 
instances,  in  others  tridymite.  Soluble  in  hydrofluoric  acid  some- 
what more  readily  than  quartz,  and  soluble  in  caustic  alkalies,  more 
readily  in  some  varieties  than  in  others. 

Amorphous.  In  irregularly  shaped  masses  filling  cavities  or 
replacing  other  minerals,  as  pseudomorphs,  after  feldspar,  pyroxene, 
etc.  Sometimes  on  the  walls  of  cavities,  when  it  is  reniform  or  stalac- 
titic.  Also  earthy.  Fracture  conchoidal,  cracks  frequent.  H.  =  5.5- 
6.5.    Sp.  gr.  =  1.9-2.3;   when  pure  2.1-2.2. 

Optical  Properties. — Isotropic,  often  exhibiting  double  refraction 
due  to  strained  condition.  Mammillary  forms,  hyalite,  often  show 
uniaxial  interference  figures  of  a  negative  character,  indicating  a 
shrinkage  and  radial  compression.  The  index  of  refraction  is  low, 
considerably  below  that  of  balsajm. 


Colorless  precious  opal,  Guatemala 
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Color. — White,  yellow,  red,  brown,  green,  gray,  blue,  generally 
pale;  dark  colors  due  to  impurities.  Sometimes  exhibiting  bright 
iridescent  interference  colors.  In  thin  section  colorless.  The  inter- 
ference colors  appear  to  be  due  to  the  presence  of  lamellae  of  opal 
having  different  indices  of  refraction,  possibly  differently  hydrated 
(Behrens). 

Modes  of  Occurrence. — Opal  is  a  common  alteration  product 
in  igneous  rocks,  and  also  occurs  like  flint  in  limestone,  and  like 
quartz  concretions  in  argillaceous  beds.  It  is  deposited  from  the 
waters  of  hot  springs  and  geysers.  In  igneous  rocks  it  occurs  filling 
cavities  or  veins,  and  as  pseudomorphs  after  varioxis  altered  minerals. 
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Precious  opal  occurs  in  porphyry  at  Gzerwenitza,  Hungary,  and 
at  Frankfort;  in  rhyolite  at  Esperanza,  Mexico,  with  fire-opal,  milk- 
opal,  and  other  kinds.  A  blue  precious  opal  occurs  on  Bulla  Creek, 
Queensland,  and  in  New  South  Wales,  Australia.  Fire-opal  occurs 
at  Zimapan,  Mexico.  Common  opal  occurs  in  all  parts  of  the  world 
and  in  all  kinds  of  lavas.  Wood-opal,  replacing  buried  trees  in  vol- 
canic tuffs,  is  common  in  regions  of  extinct  volcanoes  and  of  hot 
springs.  It  is  associated  with  chalcedony,  agate,  and  quartz.  SUir 
ceous  sinter y  including  fiorite  and  geyserite,  is  deposited  by  hot  springs 
after  the  decomposition  of  igneous  rocks.  It  is  usually  more  or  less 
porous,  fibrous,  or  filamentous,  but  may  be  compact  and  massive. 

Many  names  have  been  given  to  amorphous  silica  or  opal  in 
different  modifications,  a  few  of  which  have  been  mentioned. 
Hydrophane  is  a  translucent  whitish  or  light-colored  variety 
that  absorbs  water  rapidly,  becoming  more  translucent  or  trans- 
parent in  water.  For  other  varieties  see  Dana's  System  of  Miner- 
alogy. 

Resemblances. — In  thin  section  opal  may  be  mistaken  for  Canada 
balsam  or  for  isotropic  leucite  or  sodalite,  but  it  is  recognized  by 
its  lower  refraction  and  its  appearance  in  diaphragmed  light,  and 
by  its  usual  occurrence  as  incrustations  in  amygdaloidal  cavities 
or  veins. 

Laboratory  Production. — Opal  has  been  formed  by  the  gradual 
drying  of  gelatinous  silica. 

BROOKITE. 
Ti02. 

Titanium  dioxide,  the  same  as  octahedrite  and  rutile.  Insoluble 
in  acids.    Sometimes  alters  to  rutile. 

Orthorhombic ;  a :6:c=0.84158: 1:0.94439. 

Euhedral  crystals  often  tabular  parallel  to  a(lOO)  (Fig.  1),  with 
ni(llO),  sometimes  b(OlO),  and  bipyramidal  planes  c(122),  «(1I2),  and 
others.  Planes  in  zone  (100)  (010)  often  striated  parallel  to  the 
vertical  axis  c.  Sometimes  the  crystal  habit  is  prismatic  with  m(llO) 
dominant,  resembling  rutile.    Anhedral  crystals  rare. 

Cleavage  parallel  to  (110)  indistinct,  seldom  observed  in  micro- 
scopic cr3rstals.  Fracture  subconchoidal  to  uneven.  H.= 5.5-6. 
Sp.  gr.  =  3.87-4.084. 

Optical  Properties. — ^The  acute  bisectrix  Z  is  parallel  to  crystal 
axis  a.    Optically  positive  (+).    But  the  plane  of  the  optic  axes 
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is  parallel  to  (001)  for  red  and  yellow  light,  and  parallel  to  (010) 
for  green  and  blue.  The  mineral  is  therefore  uniaxial  for  an  inter- 
mediate yellow-green  ray.  The  resulting  interference  figure  in  white 
light  is  anomalous;  being  composed  of  sets  of  highly  dispersed  biaxial 
figures  at  right  angles  to  one  another.  Axial  dispersion  strong; 
in  the  plane  parallel  to  (001),  p>v.  Upon  heating,  the  optic  axes 
parallel  to  (010)  approach  one  another,  and  separate  in  the  plane  (001) 


m 


m 


Fig.  1. 


Fig.  2. 


after  passing  parallelism.  The  change  is  temporary  unless  a  tern* 
perature  of  low  red  heat  is  reached,  when  it  remains  fixed,  Des 
Cloizeaux.  Axial  angle  variable  for  different  localities.  25^=55°  2', 
2£y=30^  16',  2E^,^^{f,  25^=33^  48',  Zepharovich  and  Lippich. 
The  refraction  and  double  refraction  are  very  high. 

ar=  2.5408,  /?,= 2.5418,  rr=  2.6444  (Tremadoc),  Wxilfing. 
ay  =2.5832,/?, =2.5856,  ^7=2.7414. 
a^=  2.6265. 

7-y-ay=0.1582,  2Fr=23^  14',  2F,=  17^7'. 

Color. — Brown,  yellowish,  reddish,  translucent;  also  brown  to 
iron-black,  opaque.  In  thin  section  yellowish,  reddish,  brownish  to 
colorless,  rarely  bluish  to  greenish  blue.  Luster  metallic-adaman- 
tine to  submetallic. 

Modes  of  Occurrence. — Brookite  is  found  in  mica  in  such  a  man- 
ner as  to  appear  to  be  of  secondary  origin,  accompanying  the  alter- 
ation of  this  mineral.  In  such  connection  it  occurs  in  some  granite 
and  porphyry,  in  gneiss  and  crystalline  limestone.  It  is  often  accom- 
panied by  anatase  or  rutile.  At  Magnet  Cove,  Ark.,  it  occurs  with 
nephelite,  black  garnet^  schorlomite,  rutile,   etc.    At  this  locality 
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it  is  sometimes  altered  to  rutile.  It  occurs  as  a  pseudomorph  after 
titanite  in  crystalline  limestone  at  St.  Philippe  in  the  Vosges. 

Resemblances. — Brookite  is  like  rutile  and  cassiterite  in  its  hiijh 
index  of  refraction,  but  is  distinguished  by  its  tabular  form  in  most 
cases,  and  when  in  prismatic  crystals  by  the  variable  double  refrac- 
tion exhibited  by  its  prisms  according  as  the  light  vibrates  parallel 
to  X  and  Z,  0.1582,  or  to  X  and  Y,  0.0024. 

Laboratory  Production. — Brookite  has  been  obtained  b}-  Dau- 
brfe  and  Hautefeuille  by  passing  steam  and  titanium  chloride 
vapor  through  a  heated  tube,  or  by  passing  titanium  chloride  over 
lime.  Brookite,  anatase,  and  rutile  may  be  formed  by  the  same 
process,  but  at  different  temperatures,  brookite  requiring  a  lower  tem- 
perature tl)an  rutile. 


ANATASE  (Octahedrite). 

Ti02. 

Titanium  dioxide,  as  in  brookite  and  rutile.     Insoluble  in  acids. 
Tetragonal  system ;  c  =  1 .777 1 . 

Crystals  commonly  bipyramidal,  steep,  7>(111)  (Fig.  1),  or  obtuse, 
v(ll7)  (Fig.  2);  also  tabular  with  c(OOl),  p(lll),  and  a(lOO)  (Fig.  3) 


Fig.  2. 


Fig.  1 


Fig.  3. 


rarely  prismatic.  Other  forms  occur  in  combination,  w(llO),  vari- 
ous bipyramids  and  ditetragonal  bipjrramids. 

Cleavage  parallel  to  (001)  and  (111)  perfect.  Noticeable  in  thin 
sections  when  the  crystals  are  not  too  small.  Fractxire  subcon- 
choidal.     H.  =  5.5-6.     Sp.  gr.  =  3.82-3.95. 

Optical  Properties. — Optically  negative  (— ).  Index  of  refrac- 
tion very  high,  double  refraction  and  dispersion  strong. 


RUTILE. 
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(^  =2.5183,  £f  =2.4523  (Binnenthal) ,      Wiilfing. 
w,  =2.5618,  =v  =2.4886,  «^-e,-0.0732, 
&^=2.6066,  v-2.5262, 

In  darker-colored  portions  sometimes  biaxial  with  slight  angle 
between  the  optic  axes. 

Color. — Various  shades  of  yellow  and  brown,  sometimes  indigo-blue 
or  black,  •  In  thin  section  lighter  shades  of  the  same  colors,  some- 
times unevenly  distributed  or  zonallj'.  Somewhat  pleochroic;  in 
yellow  crystals,  0  orange,  E  yellow;  in  blue  crystals,  0  deep  blue, 
E  light  blue.     Luster  adamantine  or  metallic-adamantine. 

Mode  of  Occurrence. — Anatase  occurs  in  small  amounts  in  rocks 
of  all  kinds,  probably  as  an  alteration  product  of  titaniferous  min- 
erals. It  is  found  with  partially  altered  mica  in  granite,  diorit«, 
and  other  igneous  rocks;  in  gneiss,  schists,  quartzite,  and  limestones. 

Laboratory  Production.^It  has  been  produced  in  the  same 
manner  as  brookite  and  rutile  (q,v.).  It  cr\^stallizes  in  borax  beads 
and  those  of  phosphorus  salt  in  which  TiOj  has  been  dissolved  before 
the  blowpipe. 

RUTILE, 
TiOa. 

Titanium  dioxide,  like  brookite  and  anatase,  A  little  iron  is  usu- 
ally present,  sometimes  10  per  cent.;  less  often  a  little  tin.  Insoluble 
in  acids.  Rutile  in  the  crystalline  schists  sometimes  alters  to  a 
leucoxene-like  mineral  which  is  the  same  as  titanite.  This  is  some- 
times accompanied  by  the  formation  of  ilmenite. 

Tetragonal  system;   c  =  0.644I54. 

Euhedral  crystals  commonly  prismatic,  the  surface  striated 
parallel  to  the  c  axis.     Forms  in  combination  m(llO),  a(lOO),  /(310), 


«(101),  ((313),  z(321),  and  others  (Figs.  1  and  2);  often  very  slender, 
acicular  or  hair-like  when  microscopic,  also  anhedral. 


5^!*  RUTILE. 

Twinning  plane  and  composition  plane  (101)  often  genkulated 
(Fig.  3),  Bometimes  in  a  network  called  aageniU  (Fig.  4),  AIbo  contAct 
twins  of  varied  habit.  At  Magnet  Cove  one  in  which  the  compo- 
sition plane  is  perpendicular  to  (101).  A  second  mode  of  twinning 
is  on  a  plane  (301)  rare,  Rutile  is  sometimes  twinned  polysynthetic- 
ally  in  thin  lamellse  parallel  to  (101),  which  is  visible  in  cross-sec- 
tion. The  lamella  are  of  various  lengths  and  are  irregularly  dis- 
tributed in  the  crj'stal,  as  shown  in  Figs,  5  and  6  (after  von  Lasaulx). 


FiQ.  5.  Fio.  6. 

Cleavage  parallel  to  (110)  and  (100)  distinct;  parallel  to  (111)  in 
traces.  Fracture  subconchoidal  to  uneven.  H. =6-6.5.  Sp.gr.  =  4.1S- 
4.25;  in  a  black  variety  from  the  Ilmen  Mountains,  with  10  per 
cent.  FeaOa,  sp.gr.^  5.074-5.133. 

Optical  Properties, — Optically  positive  (+).  Polysynthetically 
twinned  cr)stals  yield  abnormal  interference  figures.  Indices  of 
refraction  and  double  refraction  very  high,  po  that  microscopic 
crystals  exhibit  strong  shadows  from  total  reflection  of  transmitted 
light,  appearing  opaque  often  when  transparent. 

wr  -2.5671,  t,  =2.8415  (Syssersk,  Ural).  Barwald. 
oij  =2.6158,  E,  =2.9029,  e^-a^-0.287]. 
(Up,  =  2.6725,  £^  =  2.9817. 

Color. — Reddish  brown,  passing  into  red;  sometimes  yellowish, 
bluish,  violet,  black,  rarely  grass-green.  In  transmitted  light  yellow, 
fox-red,  brownish  red,  or  violet.  Variably  pleochroic:  in  thin  sec- 
tions, 0  yellow  to  brownish,  E  brown-yellow  to  yellow-green;  in 
thicker  sections,  0  brownish  red,  E  dark  blood-red  to  black.  Streak 
pale  brown.     Luster  metallic-adamantine. 

Occurrence. — Rutile  is  foimd  in  igneous,  metamorphfc,  and 
sedimentary  rocks.      In   igneous  rock  it  b  sometimes   in   bur-like 
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crystals  penetrating  quartz  in  granite.  It  is  probable  that  this 
mode  of  occurrence  is  pyrogenetic.  More  commonly  it  is  an  altera- 
tion-product of  mica,  occurring  in  microscopic  prisms  often  parallel 
to  the  plane  of  cleavage  and  to  the  directions  of  the  rays  of  the  per- 
cussion figure  in  the  mica.  It  occurs  in  long  needles  in  the  andesites 
of  Pachuca  in  Mexico,  Assuk  in  Greenland,  and  from  Pack  Saddle 
Island,  Cape  Horn. 

Rutile  is  conmion  in  gneiss,  mica-schist,  and  phyllite,  and  some^ 
times  in  granular  limestone  and  dolomite.  It  occurs  regularly 
oriented  in  certain  micas,  tabular  hematite,  and  ilmenite;  rutile  prisms 
lying  in  the  basal  plane  parallel  to  three  directions,  intersecting  at 
60°  or  120®.  Rutile  occurs  as  an  alteration-product  of  titanite  in 
eleolite-syenite  of  Ser/a  de  Monchique,  and  as  a  paramorph  after 
brookite  at  Magnet  Cove,  Ark. 

Resemblances. — Rutile  is  most  like  cassiterite  and  zircon,  but 
is  distinguished  by  its  higher  refraction  and  double  refraction.  It 
resembles  anatase,  brookite,  and  pseudobrookite  in  refraction  and 
colors,  but  differs  from  them  in  crystal  habit  and  cleavage. 

Laboratory  Production. — ^Rutile  has  been  produced  by  a  number 
of  processes,  already  mentioned  in  connection  with  brookite.  It  has 
also  been  produced  by  Hautefeuille  by  dissolving  amorphous  TiOa 
in  molten  sodium  tungstate  or  vanadate,  in  calcium  chloride  or  in 
acid  silicates. 


BADDELEYITE. 

Zirconium  dioxide  with  a  small  amount  of  iron  oxides.  Insoluble 
in  acids. 

Monoclinic;  a:&:c  =  0.9871 : 1:0.51 14, /?=81®  14.5'. 

Euhedral  crystals  tabular  parallel  to  (100),  with  (001),  (110), 
(111),  also  (221),   (lOl),  and  (021)  subordinate. 

Twinning  plane  (100),  often  polysynthetic;  also  parallel  to  (110), 
contact  and  penetration  twins;  also  parallel  to  (201)  rare. 

Cleavage  parallel  to  (001)  rather  perfect;  parallel  to  (010)  less  so; 
parting  parallel  to  (110)  in  consequence  of  lamellar  twinning.  Frac- 
ture subconchoidal  and  uneven.  H.  =  6.5.  Sp.gr.  =  6.025,  Fletcher; 
5.006  and  5.5+,Hussak. 
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Optical  Properties. — Optically  negative  {— );  plane  of  the  optic 
axes  paraDol  to  (010) ;  X  Ac  about  13°  in  obtuse  angle  ^,  Fletcher, 
11°  S',  Hussak,  Fig.  1.  ■lK=Hf,  2V=Z(f,  p>v 
strong;  a  =2.13,  ;?  =  2.t9,  r=2.20,  r-a  =0.070, 
Larsen. 

Color.— Rarely  colorless;  yellow,  bromi,  to 
iron-black.  In  thin  section  colorless,  yellow, 
brown;  often  zonally  or  irregularly  variable. 
Occasionally  exhibiting  hour-glass  structure. 
Pleoc'hroic  in  thick  plates:  X  reddish  brown, 
Y  oil-green,  Z  reddish  brown.  Streak  white  to 
brownish  white.  Luster  greasy  to  vitreous; 
submetallic  on  opaque  crystals.  p^^    j 

Occurrence. — Baddeleyite  has  been  found  in 
the  gem-bearing  sands  of  Rakvana  in  Ceylon  bj'  Fletcher,  and  in 
the  sands   from   jacupirangite  at  Jacupiranga,   Brazil,  by  Hussak. 
formerly  called  by  him  brazilite.      It  has  also  been  found  in  segre- 
gations of  magnetite  and  olivine  in  nephelite-syenite  at  Alno,  Sweden. 


CAHSITERITE. 
SnOa. 

Tin  dioxide.  A  little  TaaOj  is  sometimes  present,  also  FeaOs. 
Only  slightly  acted  on  by  acids. 

Tetragonal  system;   c  =  0.67232. 

Euhedral  crystals  usually  bipyramids,  s(lll),  with  subordinate 
e(lOl)  (Fig.  1).  Alsoshort  prisma,  m(llO)  and  a(lOO)  (Fig.  2);  rarely 
with  2(321)  and  /((210),  resembling  zircon  (Fig,  3).  Often  in  irregu- 
larly shaped  anhedrons;  also  in  divei^ent  fibrous  aggregates. 


Fio.  1.  FiQ.  2.  Fio.  3. 

Twinning  plane  and  composition  plane  (101)  (Fig.  2),  both  con- 
tact and  penetration  twins.     Often  repeated  producing  complex  forms. 
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Cleavage  parallel  to  (100)  imperfect;  parallel  to  (111)  less  so; 
parallel  to  (110)  hardly  distinct.  Fracture  subconchoidal  to  uneven. 
H.  =  6^7.    Sp.gr.  =  6.8-7.1. 

Optical  Properties, — Optically  positive  (+).  Indices  of  refrac- 
tion and  double  refraction  high. 

0;^=  1.9793,   £r=  2.0799  (Schlaggenwald),  Grubenmann. 
ojy=  1.9966,   £y= 2.0934,  £y-  o;y= 0.0968. 
^^^=2.0115,  £^.=2.1083. 
o>r=  1.9765,   6  =2.0748  (Zinnwald),  Locke. 
o>y=  1.9923,    £y=2.0911,  £y-c«;y= 0.0988. 

Occasionally  exhibits  weak  optical  anomalies. 

Color. — Brown  or  black;  sometimes  red,  gray,  white,  or  yellow. 
In  thin  section  colorless,  yellowish,  brown,  or  reddish.  Sometimes 
irregularly  distributed  in  streaks  or  spots,  less  often  zonal.  Slightly 
pleochroic,  not  noticeable  in  thin  section.  Streak  white,  grayish, 
brownish.     Luster  adamantine. 

Occtirrence. — Cassiterite  occurs  sparingly  in  granite  and  peg- 
matite veins  and  especially  in  greissen.  It  is  associated  with  tour- 
maline, topaz,  fluorite,  etc. 

Resemblances. — Cassiterite  is  most  like  zircon  in  optical  proper- 
ties, but  differs  from  it  generally  in  crystal  habit,  though  the  two 
are  nearly  isomorphous.  It  is  not  so  common  as  zircon.  Its  abso- 
lute distinction  rests  on  chemical  tests.  Cassiterite  is  distinguished 
from  rutile  by  its  lower  refraction  and  double  refraction.  It  differs 
from  anatase  by  being  optically  positive,  and  from  brookit^  and 
pseudobrookite  by  its  crystal  habit  and  uniaxial  character. 

Laboratory  Production. — Cassiterite  has  been  obtained  in  crys- 
tals by  the  action  of  hydrochloric  acid  gas  on  Sn02,  Deville;  also 
by  the  action  of  steam  on  chloride  or  fluoride  of  tin,  Daubr^e. 

CORUNDUM. 

AI2O3. 

Chemical  Composition. — Alumina,  AI2O3.  Not  acted  on  by  acids. 
Corundum  alters  into  a  number  of  different  aluminous  minerals: 
muscovite,  spinel,  cyanite,  fibrolite,  zoisite,  margarite,  and  others. 

Trigonal ;  scalenohedral ;  c  =  1 .3630. 

Cr3rstal  Form. — Corundum  crystals  are  commonly  hexagonal 
prisms  of  the  second  order,  a(ll20),  and  steep  hexagonal  bipyramids, 
t;(44g3)   (Fig.  1),  often  rough  and    rounded.    They  are  sometimes 
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bounded  by  c(0001),  r(lOil),  and  a(llSO)  (Fig.  2).  They  also  occur 
as  hexagonal  plates.  Sections  are  hexagonal  or  have  long  tapering 
or  rectangular  shapes.    They  are  often  in  anhedral  forms. 

Twinning  plane  the  unit  rhombohedron  (lOll);  in  penetration 
twins,  often  in  polysynthetic  lamellse.  Twinning  is  much  com- 
moner in  corundum  in  the  older  crystalline  rocks  than  in  that  of 


Fig.  1.  Fig.  2. 

recent  volcanic  rocks,  and  it  has  been  suggested  by  Miigge  that  it 
may  be  due  to  mechanical  stresses. 

Cleavage  parallel  to  (0001)  and  parting  along  twinned  lamellse 
is  often  well  developed  in  large  crystals  but  is  rarely  oljserved 
in  microscopic  ones.  Fracture  uneven  to  conchoidal.  H.=9. 
Sp.  gr.  =  3.9S-4.10. 

Optical  Properties. — Corundum  is  uniaxial  and  negative  (— ),  but 
in  some  larger  twinned  crystals  is  biaxial.  The  double  refraction 
varies  irregularly  within  one  crystal.  The  optical  anomaly  appears 
to  be  directly  connected  with  the  twinning.  The  index  of  refraction 
is  high;  and  double  refraction  a  little  less  than  that  of  quartz. 

Sapphire,  w,=  1.7676-1.7682,  e,^  1.7594-1.7598,  a;- c= 0.0082-0.0084. 
Ruby,         («>=  1.7675,  £=1.7592  (Dx.),  a;- 6  =  0.0083. 

Corundum, 

Ceylon,  (Oj^  1.7690,  £y=  1.7598  (Osann),  a;-  £  =  0.0092. 

The  relief  and  outline  of  sections  of  corundum  are  about  the 
same  as  those  of  epidote  or  segirite.  The  interference  colors  are 
about  the  same  as  those  of  quartz  for  sections  of  the  same  thickness. 

Color. — Corundum  is  often  colorless  both  in  thick  crystals  and 
in  thin  sections.    When  colored,  the  color  is  sometimes  unevenly 
distributed  in  spots  or  streaks  or  in  zones.     It  may  be  blue  (sapphire), 
red  (ruby),  brown,  yellow,  or  green.    When  strongly  colored  it  is* 
pleochroic.  In  blue  varieties  0  is  blue,  E  is  sea-green,  bluish  to  color- 
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less.  0>E.  Corundum  is  phosphorescent  with  a  rich  red  color. 
Luster  adamantine  to  vitreous. 

Inclusions. — There  are  no  specially  characteristic  inclusions  in 
corundum.  Gas  and  fluid  inclusions  are  conmion,  the  fluid  in  some 
cases  being  liquid  carbon  dioxide.  Glass  inclusions  occur  in  corun- 
dum in  lavas.  Ilmenite  and  rutile  are  frequently  included  in  the 
larger  crystals  of  corundum,  but  are  rare  in  microscopic  ones.  In 
some  cases  rutile  needles  are  arranged  in  three  directions  parallel 
to  the  edges  (0001) (1130),  producing  asterism  in  plates  parallel  to 
the  base  (0001). 

Modes  of  Occurrence. — Corundum  forms  a  primary  constituent 
of  igneous  rocks  rich  in  alumina,  that  is,  feldspathic  rocks,  both 
high  and  low  in  silica.  It  occurs  in  granite,  syenite,  and  nephelite- 
syenite,  sometimes  constituting  as  high  as  40  per  cent,  of  the  whole 
rock.  It  is  foimd  in  coarse  pegmatites  and  also  in  aphanitic  por- 
phyries. 

Corundum  also  occurs  in  crystalline  schists  of  various  kinds, 
and  in  metamorphosed  limestones.  It  is  developed  in  belts  of  con- 
tact metamorphism.  With  magnetite  corundum  in  the  form  called 
emery  occurs  in  veins  or  in  layers  in  crystalline  schists. 

Resemblances. — Colorless  corundum  resembles  quartz,  nephelite, 
and  apatite  in  double  refraction,  but  is  distinguished  from  these 
minerals  by  its  higher  index  of  refraction. 

Laboratory  Production. — Corundum  has  been  obtained  in  open 
crucibles  upon  heating  feldspathic  rock  magmas  with  an  excess  of 
aliunina  (Morozewicz).  It  has  been  obtained  by  fusing  nephelite 
and  leucite.  It  has  been  produced  in  a  variety  of  instances  by 
employing  fluxes  of  different  kinds,  chiefly  with  the  aid  of  fluorine 
compounds. 

HEMATITE. 

Fe203. 

Composition.— Ferric  oxide,  Fe203=0  30,  Fe  70=100.  Some- 
times contains  titanium  and  magnesium,  passing  in  composition  into 
ilmenite.  Soluble  in  concentrated  hydrochloric  acid.  Alters  into 
limonite,  less  often  into  magnetite  and  pyrite. 

Trigonal.    Scalenohedral  class;   c=  1.36557,  rr'^ 94^0'. 

Euhedral  crystals  exhibit  a  great  variety  of  planes;  the  com- 
moner habit  in  rocks  is  tabular  parallel  to  c(0001),  often  quite  thin, 
six-sided,  bounded  by  r(lOil),  a(llJO),  or  by  m(lOlO)  (Fig.  1)  and 
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other  planes,  d(10!2),  e(0l!2),  n(22J3).  The  plates  are  often  irregu- 
larly outlined.  They  are  Bometimea  grouped  in  rosettes  {Fig.  2), 
and  in  other  cases  aggregated  in  skeleton  forms,  as  in  certain  micas 
in  which  they  lie  between  the  laminEe  and  are  so  thin  as  to  be  trans- 
parent.    Hematite  is  in  some  cases  granular  or  earthy. 

Twinning  plane  (0011)  in  penetration  twins;  also  with  the  com- 
position plane  perpendicular  to  (0001).  Another  mode  of  twinning 
has  the  unit  rhorabohedron  (lOll)  as  the  twinning  and  composition 


plane,   usually    in   polysynthctic   laminse,    producing   st nations   on 
(0001)  and  a  parting  parallel  to  (lOll). 

Cleavage,  or  probably  only  parting  due  to  lamellar  twinning, 
parallel  to  (0001)  and  (lOll),  the  unit  rhombohedron,  whose  faces 
are  nearly  90°  to  each  other  (94°).  Fracture  subconchoidal  to  uneven. 
Brittle  in  compact  form;  elastic  in  thin  laraime,  H.^S.S-d.S. 
Sp.  gr.  =  4.9-5.3;   of  crystals  mostly  5.20-5.25. 

Optical  Properties. — Uniaxial,  optically  negative  (— );  refraction 
and  double  refraction  high. 

Elba,  w,=3.22,  e^=2.94,  w-e  =  0.28,  Wulling. 

Translucent  only  in  extremely  thin  sections.  Color  deep  red, 
through  yellowish  red,  to  yellowish  gray.  Pleochroism  in  sections 
perpendicular  to  basal  plane:  0  brownish  red,  E  yellowish  red. 
Color  in  crystals  black  to  dark  steel-gray;  when  earthy,  red.  Streak 
cherry-red  to  reddish  brown.  Luster  metallic,  occasionally  splen- 
dent, sometimes  dull. 

Modes  of  Occurrence. — Hematite  is  of  widespread  occurrence  in 
all  kinds  of  rocks,  both  as  a  primary  constituent  and  as  a  product 
of  alteration.  In  igneous  rocks  it  forms  opaque  crystals  and  anhe- 
drons  to  some  extent  in  the  persalic  roclra — granites,  syenites,  and 
their  lava  forms,  rhyolite,  trachyte — and  in  some  phonolites  and 
andesit«s,  being  easily  mistaken  for  magnetite.  It  also  forms  inclu- 
sions within  the  other  minerals,  sometimes  in  great  abundance  as  in 
some  feldspars  (sunstone),  and  in  haiiynite  in  the  haiiynite-bearing 
rocks.  As  a  secondary  mineral  it  forms  thin  films  and  particles  or 
larger   aggr^ations,  and   is  a  common  alteration-product  of   most 
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iron-bearing  minerals.  Its  occurrence  in  the  crystalline  schists  is 
similar  to  that  in  the  igneous  rocks.  It  gives  a  red  and  brown  color 
to  many  rocks. 

Laboratoxy  Production. — ^Hematite  in  crystals  has  been  formed  by 
the  action  of  steam  on  ferric  chloride  at  red  heat,  which  may  have 
been  its  mode  of  formation  in  some  volcanic  vents,  as  at  Vesuvius. 
It  has  been  produced  from  a  solution  of  ferric  oxide  in  molten  borax, 
sodium  chloride,  or  calcium  chloride.  It  has  also  been  formed  in  a 
closed  tube  by  heating  ferric  hydroxide  in  water  with  a  trace  of 
ammonium  fluoride  at  250^  C. 


ILMENITE. 
FeTiOs  or  (Fe,Ti)203. 

Composition  variable.  If  FeTiOs =FeO -1102,  then  FeO  47.3, 
Ti02  52.7  =  100.  But  there  is  an  isomorphous  series  (Fe,Ti)203  with 
variable  amoimts  of  iron  and  titanium  grading  to  hematite.  In 
some  varieties  magnesium  is  present,  as  in  picrotitanite,  containing 
10-15  per  cent,  of  MgO;  in  others  manganese,  forming  an  isomorphous 
series  to  pyrophanite. 

Alteration. — Not  acted  on  by  acids.  In  rocks  ilmenite  commonly 
alters  to  a  whitish,  yellowish,  or  brownish  aggregate,  which  is  highly 
refracting,  and  when  transparent  is  seen  to  be  highly  doubly  refract- 
ing. It  has  been  called  leucoxene  by  Giimbel,  and  appears  to  have  a 
different  composition  in  different  cases.  It  has  been  identified  as 
titanite  by  Cathrein,  as  anatase  by  Diller,  as  perovskite  by  Popoff. 
Ilmenite  alters  to  carbonate  with  the  separation  of  rutile  that  may 
have  been  present  as  inclusions,  or  may  have  developed  from  the 
titanium  in  ilmenite.  This  mode  of  alteration  appears  to  be  confined 
to  certain  phylUte  formations. 

Trigonal.  Trirhombohedral  class ;  c  =  1 .38458,  rr' = 94^  29'.  Euhe- 
dral  crystals  commonly  tabular  parallel  to  (0001),  with  six-sided  out- 
line, bounded  by  r(lOll),  s(022l),  also  e(01l2),  sometimes  m(lOlO) 
and  a(ll30)  (Figs.  1,  2).  Less  often  in  steep  rhombohedral  forms. 
Usually  in  thin  plates  like  hematite,  elongated  to  blade-like  shapes. 
Anhedral  or  subhedral  forms  are  rounded  or  irregularly  outlined, 
sometimes  in  skeleton-like  aggregates,  granular  or  in  minute  particles. 

Twinning,  as  in  hematite,  lamellar  parallel  to  (0001)  or  (lOll). 
Cleavage  not  developed.     Parting  parallel  to  twinning  planes  often 
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shown  in  partly  altered  crystals.    Fracture  conchoidal.    H.=5-6. 
Sp.gr.  =  4.5— 5. 

Optical  Properties. — Opaque,  except  in  the  thinnest  flakes  or 
microscopic  crystals,  when  it  is  clove-brown.  Refraction  and  double 
refraction  not  yet  determined,  but  high.     Color  in  opaque  crystals 


Fig.  1.  Fio.  2. 

iron-black.    Streak  black  to  brownish  red  and  submetallic.    Luster 
metallic  to  submetallic. 

Hodes  of  Occurrence. — Ilmenite  is  a  common  constituent  in  igneous 
rocks  from  granite  to  gabbro  and  related  rocks  and  their  lava  ionos. 
It  has  the  same  mode  of  occurrence  in  these  rocks  as  magnetite  and 
hematite.  It  often  forms  abundant  inclusions  in  the  feldspars  and 
pyroxenes  of  gabbros,  anorthosites,  and  other  basic  rocks.  Ilmenite 
occurs  similarly  in  gneiss,  mica-schist,  and  amphibolite. 

Resemblances. — Ilmenite  in  rocks  closely  resembles  hematite  and 
magnetite.  As  there  is  a  gradation  of  minerals  between  ilmenite  and 
hematite  in  composition,  and  since  magnetite  may  contain  various 
amounts  of  titanium,  the  discrimination  of  these  minerals  in  rock 
sections  is  not  always  possible.  Ilmenite  is  distinguished  from  hema- 
tite by  its  different  color  when  thin,  or  in  streak,  and  by  its  resistr 
ance  to  acids.  Ilmenite  is  distinguished  from  magnetite  by  its 
behavior  toward  acids  and  its  feeble  magnetism.  But  titanif erous  mag- 
netite can  be  distinguished  only  by  its  crystal  form  when  euhedral. 

Pyrophanite,  MnTiOa,  and  geikidite,  MgTiOa,  are  rare  minerals 
probably  isomorphous  with  ilmenite,  which  are  not  yet  to  be  reckoned 
among  the  rock- making  minerals.  Pyrophanite  is  found  at  the 
Harstig  Mine,  Pajsberg,  Swedeft;  geikielite  occurs  in  association  with 
precious  stones  at  the  mines  at  Rakvana,  Ceylon. 

Geikielite  is  uniaxial,  optically  negative  (— ).  a>=2.31,  6  =  1.95, 
a;— e=0.36.  Red-brown  in  thin  section,  faintly  pleochroic,  absorp- 
tion e>io,  Larsen. 
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PSEUDOBROOKITE. 

Fe4(Ti04)3  (?). 

Composition  probably  as  given  above,  or  2Fe203 -3X102.  Fe203 
67.1,  Ti02  42.9=100.  Sometimes  with  MgO.  Decomposed  partly 
by  boiling  hydrochloric  acid,  wholly  by  sulphuric  acid. 

Orthorhombic ;  a :  6 :  c = 0.87776 : 1 : 0.88475.  Euhedral  crystals  com- 
monly minute  and  tabular  parallel  to  a(lOO),  often  prismatic  parallel 
to  the  b  axis.  Forms  a(lOO),  6(010),  c(001),  m(llO),  €(130),  ju(201), 
and  others  (Fig.  1).    Anhedral  crystals  rare. 

Cleavage    (001)    distinct.    Fracture   uneven  to   subconchoidal 
H. = 6.    Sp.  gr.  =  4.390  Cederstrom,  4.98  Koch. 


Fig.  1. 


Fig.  2. 


Optical  Properties. — Plane  of  the  optic  axes  parallel  to  (010). 
Acute  bisectrix  Z  perpendicular  to  (100).  Optically  positive  (+) 
(Fig.  2).  Axial  angle,  2ff  =84^30^  Lattermann.  v>p.  Aranyer- 
berg,  Hungary, a,i=  2.38,  7-14=2.42,  /--a  =0.04,  Larsen. 

Color. — Dark  brown  to  black,  nearly  opaque.  In  very  thin  sections 
brownish  to  ruby-red  by  transmitted  light;  slightly  pleochroic. 
Luster  adamantine,  on  fracture  greasy. 

Modes  of  Occurrence.T-Pseudobrookite  is  found  in  small  amounts 
in  various  igneous  rocks,  as  with  hypersthene  in  cavities  in  andesite  of 
Aranyer  Berg,  Transylvania,  and  in  andesite  of  Behring's  Island;  in 
trachyte  on  Mt.  Dore,  Puy-de-Ddme;  and  from  Fayal  and  St.  Miguel; 
in  nephelite-basalt  of  Katzenbuckel ;  in  recent  lava  (1872)  from 
Vesuvius  and  elsewhere. 

Resemblances. — Pseudobrookite  is  like  brookite,  from  which  it  is 
distinguished  by  its  crystal  habit,  weak  pleochroism,  and  by  chemical 
tests. 


658  SPINEL  GROTJP. 


SPINEL  GROUP. 

n  III  II 

RR2O4    or    RO.R2O3. 
R=Fe,(Mn),Mg,Zii. 

HI 

R  =  Fe,(Mn),Al,Cr. 

The  following  minerals  of  the  spinel  group  occur  as  rock  con- 
stituents: 

Magnetite,  FeOFeaOa. 

MagnesioferrUey  MgO  •  Fe203. 

Franklinite,  •(Fe,Zn,Mn)0  •  (Fe,Mn)203. 

Jiicobsite,  (Mn,Mg)0(Fe,Mn)203. 

Chromite,  FeO  •  Cr203 . 

Spinel  y  MgO  •  AI2O3 . 
Ceylonite  (pleonaste),  (Mg,Fe)0-Al203. 

Picotite,  (Mg,Fe)0  •  (Al,Fe,Cr)203. 

Hercynite,  FeO  •  AI2O3 . 

Gahniie,  ZnO  •  AI2O3. 

These  minerals  form  an  isomorphous  series  of  mixed  salts,  of 
which  certain  simpler  compounds  have  received  definite  names. 
The  conmioner  varieties  are  ferrates,  alumina tes,  and  chromates  of 
iron  and  magnesium.  The  rarer  ones  contain  manganese  and  zinc. 
They  crystallize  in  the  cubical  system,  and  euhedral  crystals  are 
usually  octahedrons  (111),  less  often  dodecahedrons  (110),  or  com- 
binations of  these,  rarely  more  complex  forms.  They  are  never 
cubes.  Twinning  is  similar  in  all  varieties,  (HI)  being  twinning 
and  composition  plane.  Owing  to  their  diverse  compositions  and 
modes  of  occurrence,  they  will  be  described  in  subgroups  according 
to  certain  degrees  of  similarity. 

MAGNETITE. 
Fe304    or    FeO.Fe203. 

Chemical  Composition. — Iron  ferrate.  FeO  31.0,  Fe203  69.0=  100. 
Ferrous  iron  sometimes  replaced  by  magnesium  and  manganese, 
rarely  by  nickel;  also  in  part  titaniferous.  A  magnesian  variety 
from  Moume  Mountains,  Ireland,  contains  6.45  MgO;  one  from 
New  Zealand.  7.15  MgO.    A  mangan  magnetite  from  Vester  Silfbersr 
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contiuns  6.27  MnO.  Iltanium  oxide  in  variable  amounts  up  to 
25  per  cent,  has  been  found  in  magnetite  crystals. 

Alteration. — Soluble  in  hydrochloric  acid.  Alters  to  hematite 
and  limonite,  also  to  the  carbonate,  siderite.  When  titaulferous,  its 
alteration  is  sometimes  accompanied  by  the  formation  of  leucoxene. 

Isometric.  Euhedral  crystals  commonly  octahedrons  (111)  (Fig.  1), 
also  in  dodecahedrons  (110)  (Fig.  2),  striated  parallel  to  the  longer 


diagonal  of  the  crystal  face  or  the  combination  edge  of  (Ul)  (110) 
(Fig.  3).  Sometimes  combinations  of  these  forms.  Other  forms  rare. 
Microscopic  crj-stals  in  glassy  rocks  often  in  dendritic  aggregates, 
also  as  inclusions  in  some  micas.  Anhedral  crystals  of  irregular 
shapes,  granular  to  minute  particles. 

TwiniUDg. — Octahedral    face   (HI),  twinning    and    composition 
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plane  (Fig.  4)  sometimes  in  polysynthetic  lamellae,  producing  stria- 
tious  on  surface  and  parting  or  pseudo-cleavage. 

Cleavage  not  distinct;  parting  octahedral,  often  well  devel- 
oped. Fracture  subconchoidal  to  uneven.  Brittle.  H.  =  5.5-6.5. 
Sp.gr.*=5.168-5.180  on  crystals.    Strongly  magnetic. 
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Optical  Properties. — Opaque,  except  in  thinnest  possible  flakes 
or  plates  as  inclusions  in  mica,  when  it  is  pale  brown  to  black.  Streak 
black.    Luster  metallic  and  splendent  to  submetallic  and  dull. 

Inclusions. — In  the  igneous  rocks  magnetite  frequently  incloses 
apatite,  zircon,  and  less  often  the  silicate  minerals.  Chemical  inves- 
tigation has  shown  that  magnetite  often  incloses  ilmenite,  which  is 
intergrown  with  magnetite  so  that  the  basal  plane  of  ilmenite  is 
parallel  to  the  octahedral  plane  of  magnetite,  that  is,  the  trigonal 
axes  in  both  minerals  are  parallel.  In  some  cases  rutile  needles  lie 
parallel  to  the  octahedral  edges.  These  inclusions  are  disclosed 
upon  dissolving  the  magnetite  in  acid. 

Modes  of  Occurrence. — ^^lagnetite  occurs  widespread  in  meta^ 
morphic  and  igneous  rocks,  but  is  rare  in  sedimentary  rocks.  It 
often  forms  large  bodies  of  igneous  origin,  and  others  of  metamorphic 
origin.  It  is  almost  universally  present  in  igneous  rocks,  in  variable 
amounts.  As  a  primary  constituent  it  occurs  in  euhedral  and  also 
in  anhedral  crystals,  usually  among  the  earliest  pyrogenetic  minerals, 
inclosing  or  intimately  associated  with  apatite  and  zircon,  and  fre- 
quently inclosed  in  the  ferromagnesian  silicates.  It  is  sometimes  to 
be  reckoned  among  the  phenocrysts  of  porphyritic  rocks,  and  also 
among  the  constituents  of  the  groundmass  in  microscopic  crj^tals. 
In  some  phaneric  basic  rocks,  peridotites,  it  is  the  latest  crystalliza- 
tion, forming  a  matrix  for  olivine  and  pyroxene,  as  in  koswite  from 
Perm,  Northern  Ural  Mountains.  In  the  intersertal  parts  of  some 
dolerites  it  forms  dendritic  aggregates.  It  is  developed  in  minute 
crystals  in  the  opaque  borders  and  paramorphs  of  hornblende  and 
biotite  in  many  lavas.  ]\Iagnetite  is  widespread  in  small  amounts 
in  the  crystalline  schists,  sometimes  forming  large  masses  by  the 
metamorphism,  deoxidation,  and  dehydration  of  deposits  of  limonite 
and  hematite. 

Resemblances. — Magnetite  resembles  hematite,  ilmenite,  chro- 
mite,  and  graphite,  from  which  it  may  be  distinguished  by  its  strong 
magnetism  and  ready  solubility  in  acids.  Partly  altered  titaniferous 
magnetite  in  which  a  development  of  leucoxene  takes  place  in  layers 
parallel  to  octahedral  planes  of  parting  still  further  increases  the 
resemblance  to  ilmenite,  for  the  traces  of  this  parting  on  octahedral 
planes  intersect  at  60®  and  120®  about  a  trigonal  axis,  in  the  same 
manner  as  the  traces  of  rhombohedral  parting  on  the  basal  plane  in 
ilmenite. 

Laboratory  Production. — Magnetite  has  been  produced  in  open 
crucibles  upon  the  cooling  of  silicate  solutions  containing  iron;  also 
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in  furnace  slags.  It  has  been  formed  in  crystals  by  the  action  of 
hydrochloric  acid  on  heated  ferric  oxide,  by  the  action  of  iron  on 
alkaline  sulphates,  and  by  other  methods. 

MAGNESIOFERRITE. 

M7;Fe04  =  MgO.Fe203. 

Composition. — Magnesium  ferrate.  MgO  20,  Fe203  80=100. 
Difficultly  soluble  in  hydrochloric  acid. 

Isometric. —  Octahedrons,  and  octahedrons  modified  by  the 
dodecahedron.  H.  =  6-6.5.  Sp.  gr.  =  4.568-4.654.  Strongly 
magnetic. 

Color,  streak,  and  luster  as  in  magnetite.  Occurs  about  fumaroles 
of  Vesuvius,  and  especially  those  of  the  eruption  of  1855,  associated 
with  crystals  of  hematite. 

Formed  in  the  laboratory  by  heating  together  Fe203  and  MgO 
in  the  presence  of  hydrochloric  acid  vapor. 

FRANKLINITE. 
(Fe,Zn,Mn)  0  •  (Fe,Mn)  2O3. 

JACOBSITE. 
(Mn,Mg)0.(Fe,Mn)203. 

Composition. — Franklinite  and  jacobsite  are  ferromauganates  of 
iron,  manganese,  zinc,  or  magnesium,  varying  in  proportions,  and 
may  be  looked  upon  as  magnetite  in  which  Mn,  Zn,  or  Mg  replaces 
ferrous  iron  to  various  extents,  and  Mn  in  part  replaces  ferric  iron. 
Both  minerals  are  soluble  in  hydrochloric  acid,  sometimes  with  the 
evolution  of  a  small  amount  of  chlorine. 

The  crystal  forms  and  habits  of  both  minerals  are  the  same  as 
those  of  magnetite.  The  same  is  true  of  the  parting  or  pseudo-cleav- 
age and  fracture.  H.  =  5.5  — 6.5  franklinite,  6  jacobsite.  Sp.  gr.= 
5.07  —  5.22  franklinite,  4.75  jacobsite.  Franklinite  is  slightly  mag- 
netic, jacobsite  is  magnetic. 

Color  of  each  is  black,  streak  of  franklinite  reddish  brown  or  black, 
that  of  jacobsite  blackish  brown.  Luster  metallic,  sometimes  dull  in 
franklinite,  brilliant  in  jacobsite.  Franklinite  in  thin  section  is 
reddish  brown^  isotropic,  nii=2.36,  Larsen. 
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Modes  of  Occurrence. — Franklinite  occurs  in  coarsely  crystalline 
calcite  associated  with  zinc  silicate,  willemite,  and  other  zinc  and 
manganese  minerals  at  Franklin  Furnace  and  at  Sterling  Hill,  N.  J., 
and  elsewhere.  Jacobsite  occurs  in  a  crystalline  limestone  with  white 
mica  and  native  copper  at  Jakobsberg,  in  Nordmark,  and  also  with 
tephroite  and  calcite  at  L&ngban,  Sweden. 

Resemblances. — A  distinction  of  these  minerals  from  magnetite 
rests  chiefly  on  chemical  tests,  the  determination  of  the  presence  of 
Mn  and  Zn. 

Franklinite  has  been  formed  in  the  laboratory  by  the  action  of 
ferric  chloride  and  zinc  chloride  on  lime  with  heating. 


CHROMITE. 
FeOCrgOa. 

Composition. — Iron  chromate.  Cr203  68,  FeO  32=  100.  The  iron 
may  be  replaced  in  part  by  magnesium,  the  chromium  by  aluminium 
and  ferric  iron.  Such  varieties  form  transitions  to  picotite,  a  chrome 
spinel.     Not  acted  on  by  acids. 

Isometric.  Euhedral  crystals  rare,  octahedrons,  sometimes  modi- 
fied by  the  dodecahedron,  and  (311).  Commonly  anhedral,  massi\'e, 
granular. 

Cleavage  not  recognizable.  Fracture  uneven.  Brittle,  H.  =  5.5. 
Sp.  gr.  =  4.32  —  4.57.    Sometimes  feebly  magnetic. 

Optical  Properties. — ^Translucent  to  opaque.  Color  between  iron- 
black  and  brownish  black.  In  extremely  thin  flakes  brown,  red- 
brown  to  yellowish  red.  Refraction  high.  n  =  2.0965  as  calculated 
by  Thoulet  from  angle  of  total  polarization.  Luster  submetallic  to 
metallic. 

Modes  of  Occurrence. — Chromite  is  a  pyrogenetic  mineral  in  igne- 
ous rocks,  especially  those  rich  in  olivine,  enstatite,  as  the  peridotites, 
and  other  basic  varieties,  both  phanerocrystalline  and  aphanitic. 
Hence  it  is  often  found  in  serpentine.  Its  occurrence  in  these  rocks 
is  similar  to  that  of  magnetite.  It  is  also  found  in  some  meteorites. 
Chromite  occurs  in  the  more  magnesian  crystalline  schists,  sagvandite, 
listwanite,  amphibolite.  It  also  occurs  in  some  dolomites,  as  at 
Hoboken,  N.  J. 

Resemblances. — Chromite  is  most  like  picotite,  from  which  it  can 
be  distinguished  only  by  its  lower  hardness  and  higher  specific 
gravity. 


SPINEL— CEYLONITE—PICOTITE.  563 

SPINEL. 
MgOAlgOa. 

CEYLONITE. 
(Mg,Fe)O.Al203. 

PICOTITE. 
(Mg,Fe)0.(Al,Fe,Cr)203. 

Composition. — Magnesium  aluminate,  with  the  magnesium  partly 
replaced  by  iron  in  ceylonite  or  pleonaste;  and  in  addition  the  alu-^ 
minium  partly  replaced  by  iron  and  chromiimi  in  picotite.  Ferric  iron 
may  be  present  in  small  amoimts  in  the  first-named  varieties.  Picotite 
is  intermediate  in  composition  between  spinel  and  chromite.  Not 
acted  on  by  hydrochloric  acid.  Soluble  with  difficulty  in  concentrated 
sulphuric  acid,  more  readily  in  proportion  to  the  amount  of  iron  present. 

Alteration. — Commonly  unaltered,  even  when  the  associated  min- 
erals are  more  or  less  completelyaltered.  It  has  been  altered  to  musco- 
vite  in  cyanite-gneiss  and  amphibolite  of  Neustadt  in  the  Black  Forest. 
Also  known  to  alter  to  talc  (steatite),  serpentine,  and  hydrocalcite. 

Crystal  Forms. — Isometric.  Usually  in  octahedrons,  sometimes 
modified  by  the  dodecahedron  and  other  forms;  rarely  in  cubes. 
Also  in  rounded  and  subangular  crystals. 

Twinning  plane  and  composition  plane  the  octahedral  face.  Some- 
times repeated  in  polysynthetic  lamellae. 

Cleavage  imperfect  parallel  to  (1 11) .  Fracture  conchoidal.  Brittle. 
H.  =  8.  Sp.  gr.  variable  with  the  composition;  3.52  —  3.58  and  3.63  — 
3.71  magnesia  spinel,  3.5  —  3.6  ceylonite,  4.08  picotite. 

Optical  Properties. — ^Transparent  to  nearly  opaque  in  megascopic^ 
crystals.  Colors:  red  of  various  shades,  yellow,  violet  to  blue  in  ruby 
spinel  or  magnesia  spinel;  green,  brown  to  black  in  ceylonite  or 
pleonaste;  grass-green  in  chlorospinel,  owing  to  the  presence  of  copper; 
dark  yellowish  brown  to  greenish  brown  in  picotite.  In  thin  sections 
the  colors  are  lighter  shades.  Index  of  refraction  high,  varying  with 
the  composition  and  depth  of  color.  Luster  vitreous;  splendent  to 
nearly  dull. 

Spinel,  red,  Ceylon:   nr=  1.7121        %=  1 .7135  rib  =  1 .7261       Des  Cloireaux: 

ny  =  1 . 7 1 50  Rosenbusch 

n  =1.7167  Zimanyi 

'*       blue,     "         nr-1.7153       ny=1.7188  Mb  =1.7227      Melczer 

nr=  1.7171       ny=  1.7201  nb  =1.7272       Bauer 

_  nr=  1.7206       riy=  1.7257  r?gr=  1.7323       Busz 

"         "  Aker  rjy  =  1 .  7200  Zimanyi 

Picotite,  Rocklin:        n=2.05,  somewhat  variable,  Larsen. 
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Modes  of  Occurrence. — PtcotUe,  which  is  a  variety  intermediate 
between  spinel  and  chromite,  is  yellow  and  brown  in  minute  crystals, 
and  has  quite  the  same  mode  of  occurrence  as  chromite,  in  basic 
igneous  rocks,  peridotites  and  their  corresponding  porphyries,  and 
in  serpentine  derived  from  them.  It  is  found  also  in  highly  mag* 
nesian  members  of  the  crystalline  schists. 

Ceylonite  or  pleonasie  is  green,  and  occurs  occasionally  with 
magnetite  in  igneous  rocks.  It  has  been  found  in  granite  and  some 
nephelite-syenite,  in  sanidinite  of  the  Laacher  See,  in  mica-andesite  at 
the  Cascade  de  Tourci,  in  the  Cantal,  and  in  Iherzolite  in  Piedmont- 
It  is  common  in  metamorphic  rocks,  both  the  crystalline  schists  and 
in  zones  of  contact  metamorphism.  It  is  especially  developed  in 
metamorphosed  limestones  with  silicate  minerals  of  various  kinds. 
Thus  in  granular  limestone  inclosed  in  gneiss  at  Mereus  and  Arignac,  on 
the  borders  of  TAri^ge,  it  is  associated  with  brucite,  chondrodite, 
scapolite,  pyroxene,  etc;  similarly  at  Warwick,  N.  Y.,  and  in  the 
vicinity  of  Amity,  N.  Y.,  and  at  many  other  locaUties.  It  is  com- 
monly developed  in  dolomite  by  contact  metamorphism,  as  at  Mon- 
zoni  in  the  Tyrol;  also  in  blocks  of  limestone  inclosed  in  lava,  as 
at  Vesuvius. 

Spinel  proper,  magnesia  spinel,  or  precious  spinel,  which  is  red, 
blue,  pale  green,  or  colorless,  occurs  chiefly  in  metamorphosed  granu- 
lar limestone  and  dolomite,  and  in  other  members  of  the  crystalline 
schists.  * 

Resemblances. — PicotUe  most  closely  resembles  chromite,  from 
which  it  can  be  distinguished  only  by  its  hardness,  specific  gravity, 
or  chemical  composition.  Ceylonite  (pleonaste)  is  most  like  hercynite, 
being  distinguishable  only  by  chemical  analysis.  Spinel  proper 
resembles  some  light-colored  garnets,  which  have  a  somewhat  higher 
index  of  refraction.  Similarly  picotite  and  chromite  resemble  some 
brown  garnets.  The  two  kinds  of  minerals  are  distinguishable  by 
their  differences  in  specific  gravity  and  by  the  presence  of  silicon 
in  garnet. 

Laboratory  Production. — Spinel  has  been  produced  by  various 
processes  in  the  laboratory:  by  heating  a  mixture  of  alumina  and 
magnesia  with  boracic  acid,  a  red  color  has  been  introduced  by  adding 
oxide  of  chromium;  also  by  heating  fluorides  of  aluminiimi  and  mag- 
nesium with  boracic  acid;  also  by  heating  magnesium  hydrate  with 
aluminium  chloride  in  the  presence  of  water  vapor;  and  by  other 
methods. 


HERCYNITE— GAHNITE.  665 


HERCYNITE. 
FeOAlaOs. 

Composition.— Iron  aluminate.  FeO  41.4,  AI2O3  58.6  =  100.  The 
iron  may  be  replaced  to  some  extent  by  magnesium,  making  a  transi- 
tion to  ceylonite.    Not  acted  on  by  acids. 

Isometric.  Anhedral,  massive,  fine  granular.  H.  =  7.5-8. 
Sp.  gr. =3.91-3.95. 

Color. — Black.  Streak  dark  grayish  green  to  leek-green.  In  thin 
section  sap-green.  Index  of  refraction  high.  n=  1.749,  L^vy- 
Lacroix.     Luster  vitreous. 

It  occurs  in  the  granulites  of  Saxony  in  streaks  associated  with 
garnet,  quartz,  sillimanite,  and  feldspar;  also  with  corimdum  and 
iron  hydroxide  at  Ronsberg,  Bohmerwald.  A  magnesium-bearing 
variety  is  fpimd  with  corundum  and  magnetite  in  Cortlandt  town- 
ship, N.  Y.  Herc3aiite  closely  resembles  ceylonite,  from  which  it 
is    distinguished    by  its  specific  gravity  and  chemical  composition. 


GAHNITE. 
ZnOA^Oa. 

Composition. — Zinc  aluminate.  ZnO  44.3,  Al 20355.7=- 100.  Zinc 
may  be  replaced  in  part  by  Fe,  Mn,  Mg,  and  aluminium  in  part  by 
ferric  iron,  yielding  the  varieties: 

Automolite,  ZnO-Al203  with  sometimes  a  little  iron. 
Dysluite,  (Zn,Fe,Mn)0(Al,Fe)203. 
Kreittonnite,  (Zn,Fe,Mg)0. (Al,Fe)203. 

Insoluble  in  hydrochloric  acid.  Soluble  with  difficulty  in  con- 
centrated sulphuric  acid. 

Crystal  Forms. — ^Isometric.  Euhedral  crystals  commonly  octa- 
hedrons, sometimes  in  dodecahedrons  and  modified  cubes.  Also  in 
anhedral  crystals.  Twinning,  cleavage,  and  fracture  the  sam^  as 
in  spinel.  H.  =  7.5-8.  Sp.  gr.  =  4-4.6  in  automolite  and  dysluite, 
4.48-4.89  in  kreittonnite. 

Optical  Properties. — Subtransparent  to  nearly  opaque  in  mega- 
scopic crystals.  Color  green  in  various  shades  and  tones  to  greenish 
black,  bluish  black,  yellowish,  or  grayish  brown.  Streak  grayish. 
In  thin  sections  and  minute  crystals  green  or  yellow  and  brown. 
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CHRYSOBERYL. 


Index  of  refraction  high.  n=  1.765,  L6vy-Lacroix.  Luster  vitreou5 
or  somewhat  greasy. 

Modes  of  Occurrence. — Gahnite  occurs  sparingly  in  the  crystalline 
schists.  AuUmwliU  occurs  in  talcose  schist  at  Falun,  Sweden;  at 
Minas  Geraes,  Brazil;  at  Franklin  Furnace,  N.  J.,  with  franklinite 
and  willemite  in  calcite;  with  feldspar  in  Delaware  County,  Pa.,  and 
with  mica  in  Mitchell  County,  N.  C.  DysluUe  is  found  with  frank- 
linite in  calcite  at  Sterling,  N.  J.    KreiUonnite  at  Bodenmais,  Bavaria. 

Resemblances. — Gahnite  is  most  like  other  green  and  brown 
spinels,  from  which  it  is  distinguishable  only  by  chemical  means. 

Laboratory  Production. — Gahnite  has  been  produced  together 
with  tridymite  in  the  porous  mufBes  of  zinc  furnaces,  through  a 
reaction  of  the  zinc  vapors  with  the  aluminous  material  of  the  fur- 
nace hood  at  a  temperature  of  about  1300°  C.  It  has  also  been 
formed  in  a  fayalite  slag  at  the  Freiberg  furnaces. 


CHRYSOBERYL. 
GL\l204. 

Glucinum  aluminate,  GIO  •  AI2O3  =  AI2O3  80.2,  GIO  19.8;  not 
attacked  by  acids. 

Orthorhombic— a :  6 :  c  =  0.47006 : 1 : 0.58002.  Euhedral  cr\'8taLs 
usually  tabular  parallel  to  a(lOO),  Fig.  L     Face  (100)  is  striated 


Fuj,  1. 


Fig.  2. 


Fig.  3. 


parallel  to  c  axis.  Twinning  plane  (031),  contact  and  penetration 
twins.  Repeated  so  as  to  produce  pseudohexagonal  forms,  Fi^.  2. 
and  3. 

Cleavage  quite  di^^tinct  parallel  to  (Oil);  imperfect  parallel  to 
{OW:  and  more  so  parallel  to  (100^.  Fracture  uneven  to  con- 
choidal.     H,  =  8.0.     Sp.  gr.  =  3.5-3.S4, 
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Optical  Properties. — Biaxial,  optically  positive  (+);  axial  plane 
paraUel  to  (010).     X\\a,  Y\\b,  Z\\c;  p>v, 

a  =1.7470    /?=  1.7484     ;-=  1.7565    r-«  =  0.0095    27=45^20' 

2£f=84°43' 

Observed  axial  angles  vary  on  account  of  lack  of  homogeneity 
in  crystals.  With  rise  of  temperature  the  axial  angle  decreases  to 
zero  and  opens  in  plane  parallel  to  (001). 

Color  asparagus-green,  grass-green,  emerald-green,  yellowish 
green,  greenish  white,  yellowish,  greenish  brown;  sometimes  rasp- 
berry- or  columbine-red  in  transmitted  light  (alexandrite).  Pleo- 
chroic,  X  columbine-red,  Y  orange-yellow,  Z  emerald-green.  There 
irf  sometimes  a  bluish  opalescence.     Luster  vitreous. 

Occurrence. — Chrysoberyl  is  associated  with  beryl,  tourmaline, 
garnet,  columbite,  and  automolite  in  granite  at  Haddam,  Conn.; 
also  in  granite  at  Greenfield,  N.  Y.,  at  Orange  Summit,  N.  H.,  and 
in  several  localities  in  Maine.  It  occurs  with  beryl  and  phenacite 
in  mica-slate  in  the  Urals,  85  versts  from  Ekaterinburg;  in  the 
Mourne  Mountains,  Ireland;  and  elsewhere. 


ZIXCITE. 

ZnO. 

Composition. — Zinc  oxide,  0  19.7,  Zn  80.3.  Manganese  is 
sometimes  present.  Soluble  in  acids;  alters  on  exposure  to  car- 
bonate. 

Hexagonal;  pyramidal  class.  c=  1.6219.  Euhedral  crystals 
rare;  commonly  anhedral,  often  foliated. 

Cleavage  perfect  parallel  to  (0001);  sometimes  distinct  parallel 
to  (lOlO).     Fracture  subconchoidal.    H.  =  4-4.5.     Sp.  gr.  =  5.43-5.7. 

Optical  Properties. — ^Uniaxial,  optically  positive  (+),  6>  =2.008, 
€  =  2.020,  £—0^=0.012,  Larsen.  Color  dark  red  to  orange-yeliuw; 
in  thin  section  light  orange.     Luster  adamantine. 

Occurrence. — Zincite  is  associated  with  willemite  and  frank- 
linite  in  calcite,  or  metamorphosed  limestone  at  Sterling  Hill,  Mine 
Hill,  and  Franklin  Furnace,  N.  J. 
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PERICLASE. 
MgO. 

Composition. — Magnesia.  Iron  and  manganese  may  also  be  present^ 
and  sometimes  zinc.  The  pulverized  mineral  gives  an  alkaline  reaction 
when  moistened,  and  dissolves  in  mineral  acids  without  effervescence. 
Alters  to  hydromagnesite  in  fibrous  and  spherulitic  aggregation,  also 
to  serpentine  and  brucite.  It  has  been  suggested  by  Tschermak 
that  the  cubically  cleaved  serpentine  from  Tilly  Foster  Mine,  Brewster 
County,  N.  Y.,  is  altered  periclase. 

Isometric. — ^Euhedral  crystals  in  cubes  or  octahedrons;  also 
anhedral  and  roimded  forms.  Cleavage  perfect  parallel  to  the 
cube,  leas  distinct  parallel  to  the  octahedral  face.  H.  =  6  nearly. 
Sp.gr.  =  3.674  Vesuvius,  with  FeO  6  per  cent.;  3.90  Nordmark, 
with  MnO  9  per  cent,  and  ZnO  2  per  cent. 

Optical  Properties. — Transparent  to  translucent,  colorless  to 
grayish,  yellow  to  brownish  yellow,  and  dark  green.  Index  of  refrac- 
tion high.  On  artificial  crystals,  n  =  1.7307,  ny=  1.7364,  71^^=  1.7413, 
Mallard. 

Modes  of  Occurrence. — Periclase  occurs  in  metamorphosed  lime- 
stone, sometimes  with  forsterite  and  earthy  magnesite,  inclosed  in 
the  lavas  of  Mte.  Somma,  Vesuvius.  It  is  foimd  with  hausmannite 
in  dolomitic  limestone  in  Nordmark,  Sweden,  and  in  the  zone  of 
contact  metamorphism  in  dolomite  near  Predazzo,  T3nrol. 

Resemblances. — Periclase  is  like  pale-colored  and  colorless  gar- 
net in  refraction,  but  differs  from  it  in  the  cubical  habit  of  some 
of  its  euhedral  crystals  and  in  its  cubical  cleavage. 

Laboratory  Production. — Periclase  has  been  formed  by  the  action 
of  lime  on  magnesium  borate  at  a  high  temperature,  by  the  action 
of  hydrochloric  acid  gas  on  magnesia,  and  by  the  action  of  mag- 
nesimn  chloride  on  lime.  It  has  also  been  crystallized  in  octahe- 
drons from  a  fused  solution  of  magnesia  in  caustic  potash. 
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ICE. 
H2O. 

Composdtion. — Oxygen  88.9,  hydrogen  11.1  =  100. 

Hexagonal,  (?)  pyramidal;  c=  1.4026  approx. 

Euhedral  crystals  rare;  commonly  in  skeleton  forms  of  growth 
as  in  snow-crystals.  Observed  planes  (0001),  (lOlO),  less  often 
(10l2),  (lOll),  (40?1).  Usually  tabular  parallel  to  the  base  (0001), 
with  very  subordinate  prism  and  rhombohedral  planes,  giving  hex- 
agonal outline.  Sometimes  in  hexagonal  prisms  (lOlO)  combined 
with  the  basal  plane  (0001).  Rhombohedral  crystals  very  rare. 
Anhedral  crystals   bladed,  acicular,  granular. 

Gliding  plane  parallel  to  (0001)  developed  under  pressure. 
Brittle  at  low  temperatures,  less  so  near  melting-point.  Fracture 
conchoidal.    H.=  1.5.     Sp.  gr.  =  0.9167,  Bunsen. 

Optical  Properties. — Uniaxial;  optically  positive  (+);  refrac- 
tion very  low,  double  refraction  low. 

wr- 1.30598  6/gr=  1.3120  Wt'-1.317    Reusch 

«r=  1.30734  fgr=  1.3136  «y=-1.321 

,_6;-0. 00136  0.0016  0.004 

iDr  =  1.2970at -8**C.  wy=1.3090at  -8*»C.  w^=  1 .3107at -3.8*C.  Meyer 
fr- 1.3037        "  «y=  1.3133         '•  «gr=  1.3163  "  ^* 

«-a>-0.0067  0.0043  0.0056 

Colorless  to  white  when  pure.     In  thick  masses  pale  blue. 

Occurrence. — Ice  is  familiar  in  the  form  of  snow  in  tabular  stellate 
and  hexagonal  crystals  of  great  delicacy  and  beauty,  less  often  in 
minute  hexagonal  prisms  terminated  by  the  basal  pinacoid;  also 
as  frost-crystals,  and  on  window-panes  in  acicular,  dendritic,  plu- 
mose, stellate,  and  other  forms  of  aggregation;  as  hail  in  dense 
aggregates  of  anhedral  crystals;  as  ice  on  bodies  of  water  in  large 
acicular  crystals  forming  irregularly  arranged  aggregates,  or  in  solid 
masses  composed  of  large  hexagonal  crystals  whose  prismatic  axis  c 
is  normal  to  the  surface  of  the  sheet  of  water. 

In  glaciers  the  ice  crystals  are  commonly  irregularly  shaped 
anhedrons,  sometimes  more  or  less  laminated  or  roughly  tabular, 
similar  in  character  to  crystals  of  calcite  in  granular  limestone. 


570 


DIASPORE. 


DIASPORE. 
AIO(OH). 

Composition. — Hydrous  oxide  of  aluminium,  AI2O3H2O.  AI2O3 
85.0,  H2O  15.0=  100.    Not  attacked  by  acids. 

Orthorhombic ;  a:b:c  =  0.93722 : 1 : 0.60387. 

Euhedral  crj'^stals  prismatic,  usually  thin,  flattened  parallel  to  (010), 
sometimes  acicular,  faces  often  rounded.  Forms  developed,  6(010), 
m(llO),  /i(210),  Z(120).  and  other  prisms  of  this  kind,  e(Oll),  «(212;, 
g(232),  and  other  bipyramids  (Figs.  1  and  2). 

Cleavage  parallel  to  (010)  eminent;  parallel  to  (210)  less  perfect. 
Fracture  conchoidal.  Very  brittle.     H.  =  6.5-7.     Sp.  gr.  =  3.3-3.5 


j?p=^ 


i?i 


I  //k> 


FlQ.   1, 


X7 


Fig.  2. 


Fig.  3. 


Optical  Properties.— Optically  positive  (+).  Acute  bisectrix  Z 
perpendicular  to  (100).  Axial  plane  parallel  to  (010).  X\\Cy  F  ||6, 
Z\\a;  2Fr=84^8'  (Fig.  3),  27^=84^  20^,  2F.=85°8',  Des  Cloizeaux. 
2F= 84^-85®,  Schemnitz,  L^vy-Lacroix.  Dispersion  feeble,  p<v. 
Index  of  refraction  moderately  high. 

/?r  =  1.719,  /?y- 1.722,  ^v=^  1.729,  Des  Cloizeaux. 
a  « 1.702,    /?=  1.722,     ^  =  1.750,  r  -«  =0.048,  Schemnitz, 

L^vv  and  Lacroix. 


Color. — Whitish,  grayish,  greenish  gray,  hair-brown,  yellow  to 
colorless;  sometimes  pleochroic,  violet-blue  in  one  elirection,  plum- 
blue  in  another,  pale  asparagus-green  in  a  third.  In  diaspore  from 
Bournac,  Haute-Loire,  Lacroix  found  X=Y  colorless,  Z  blue.    In 
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thin  section  colorless  to  pale  colored  in  the  tints  above  named; 
pleochroism  not  noticeable.  Luster  vitreous,  pearly  on  cleavage 
surface. 

Occurrences. — Diaspore  is  closely  associated  with  corundum  and 
emery  in  dolomite,  chlorite-schist,  and  other  crystalline  rocks,  near 
Kossoibrod,  Ural;  at  Schemnitz,  Hungary;  and  in  various  other 
localities  in  Europe.  It  occurs  with  corundum  and  margarite  near 
Unionville,  Chester  County,  Pa.;  at  the  Emery  Mines  of  Chester, 
Mass.,  and  elsewhere  in  the  United  States.  It  has  been  found  in 
the  nephelite-syenites  of  Norway;  in  the  altered  trachyte  of  Mount 
Robinson,  Rosita  Hills,  Colo.;  in  gneiss  and  granite  inclusions  in 
basalt  tuff  of  Boumac,  Haute-Loire. 

Resemblances. — Diaspore  is  like  sillimanite  and  andalusite,  but 
has  somewhat  higher  refraction  and  much  stronger  double  refraction. 
In  sillimanite  the  prismatic  axis  is  the  direction  of  vibration  of  the 
slow  ray,  Z.    In  andalusite  the  double  refraction  is  much  lower. 


HYDRARGILLITE  (Gibbsite). 

A1(0H)3. 

Composition. — Aluminium  hydrate,  AI2O3  •  3H2O  =*  Al  j^Os  65.4, 
H2O  34.6=100.    Soluble  in  concentrated  sulphuric  acid. 

Monoclinic;  a:6:c=  1.70890:1: 1.91843, /9=85^29i'. 

Euhedral  crystals  tabular  parallel  to  (001),  with  (001) (100)  and 
(110),  hence  hexagonal  in  appearance,  since  (110)(ll0)  =  119®  lOJ'; 
also  (101)  and  other  planes.  Anhedral  crystals  in  spherulites  of 
radiating  lamellae;  also  mammillary  and  fibrous-scaly. 

Twinning  plane  (001)  common,  usually  combined  with  a  twinning 
in  which  (110)  or  (100)  is  the  twinning  plane;  also  a  twinning 
analogous  to  that  common  in  mica;  and  others. 

Cleavage  parallel  to  (001)  eminent;  flexible  and  tough.  Per- 
cussion figure  similar  to  that  in  mica,  with  the  cracks  normal  to  the 
hexagonal  boundary  lines.    H.  =  2.5-3.5.    Sp.  gr.  =  2.287-2.420. 

Optical  Properties. — Optically  positive  (+);  plane  of  the  optic 
axes  parallel  to  (010),  though  in  some  cases  normal  to  (010).  Acute 
bisectrix  Z  inclined  to  the  c  axis  20°  57'  in  the  acute  angle  ^,  Br5gger. 
Axial  angle  variable,  from  0°,  Langesund,  to  nearly  40®,  Zlatoust. 
Dispersion  strong,  p  >  v.  In  crystals  from  the  Ural  there  is  a 
marked  change   in  the  position  of  the  optic  axes  with  change  of 
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temperature,   Des    Clois^ux.     Refraction    low,    double  refraction 
strong. 

•  Langesund,  a=/?=  1.5347,  ;'=  1.5577,  7'-a=0.023,  Brogger. 

Color. — White,  grayish,  greenish,  or  reddish  white;  also  reddish 
yellow  when  impure.  In  thin  section  colorless.  Luster  on  (001) 
pearly,  on  other  faces  vitreous. 

Occurrence. — Hydrargillite  accompanies  corundum  at  Gumuch- 
dagh,  Asia  Minor,  at  Unionville,  Pa.,  and  elsewhere.  It  is  foimd 
with  natrolite  in  nephelite-syenite  on  Lille  Aro  and  Eikaholm,  Lange- 
sund fjord;  in  schist  with  magnetite  near  Zlatoust,  Ural;  as  an 
alteration-product  of  feldspar  in  laterite,  and  in  certain  basalts 
altered  to  bauxite. 

Resemblances. — ^Hydrai^Uite  resembles  brucite  in  refraction, 
double  refraction,  and  optically  positive  character.  It  differs  from 
it  in  having  the  acute  bisectrix  inclined  to  the  basal  cleavage,  and  in 
being  biaxial  in  some  cases.  It  resembles  muscovite  somewhat  in 
refractiqp,  but  has  slightly  lower  double  refraction,  more  inclined 
position  of  the  acute  bisectrix,  smaller  optic  angle,  and  different 
optical  character.  It  resembles  kaolinite  in  refraction,  but  has 
much  stronger  double  refraction. 

Laboratory  Production. — Obtained  by  de  Schut^n  from  a  satu- 
rated solution  of  aluminixmi  hydroxide  in  dilute  ammonia  by  gradual 
evaporation  of  the  ammonia;  also  by  precipitation  from  a  hot  alka- 
line solution  of  A1(0H)3  with  carbon  dioxide. 


GOETHITE. 


FeO(OH). 


Composition. — Hydrous  oxide  of  iron,  Fe203-H20.  Fe203  89.9, 
H2O  10.1  =  100.     Soluble  in  hydrochloric  acid. 

Orthorhombic ;  a :6:c=0.9185: 1:0.6068. 

Euhedral  crystals  prismatic  with  6(010),  m(llO),  d(210),  ter- 
minated by  p(lll)  and  c(Oll)  (Fig.  1).  Prisms  vertically  striated. 
Often  flattened  in  scales  or  tables  parallel  to  (010).  Also 
fibrous. 

Cleavage  parallel  to  (010)  perfect.  Fracture  uneven.  H.  =  5-5.5. 
Sp.  gr.  =  4.37. 

Optical  Properties. — The  acute  bisectrix  is  -Y,  optically  negative 


(-),  and  is  perpendicular  to  (010),  the  cleavage  plane.    The  plane 
of  the  optic  axes  for  red  is  parallel  to  (100),  that  for  green  is  parallel 


to  (001),  at  right  angles  to  one  another  as  in  brookite  (Fig.  2), 
2E,=^>i°  31',  2£j,-67°  42'.  rr,i=2.2I,  j9|i=2.35,  7-h=2.35,  r-« 
=0.14,  Larsen. 

Color. — Yellowish,  reddish,  and  blackish  brown,  often  blood-red 
by  transmitted  light.  Pleochroic:  X  light  brown,  Y  yellow-brown, 
Z  light  orange-yellow,  on  goethite  from  Cornwall,  Pelikan.  Streak 
brownish  yellow  to  ocher-yellow. 

Occurrence. — Goethite  occurs  in  films,  scales,  and  minute  particles 
as  inclusions  in  the  rock-making  minerals.  It  also  occurs  commonly 
with  other  oxides  of  iron,  especially  hematite  and  limonite. 

Resemblances. — Goethite  resembles  brookite  and  pseudobrookite, 
but  is  distinguished  by  being  optically  n^ative,  more  pleochroic, 
and  by  its  behavior  toward  acid.  It  is  distinguished  from  hematite 
by  its  biaxial  character  and  optical  behavior  in  the  plane  of  lamina 
tion,  (010)  in  goethite,  (0001)  in  hematite. 


BRUCITE. 
Mg(0H)2. 

Compositioii.— Magnesium  hydrate.  MgO  69,  HjO  31  - 100.  Iron 
and  manganese  are  sometimes  present.  Soluble  in  acids  without 
effervescence.     Alters  to  hydromagnesite,  also  to  serpentine. 

Trigonal,  scalenohedral ;   c=1.52078. 
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Euhedral  crystals  usually  tabular  parallel  to  c(0001),  with  the 
unit  rhombohedrons  (lOll),  and  other  plus  and  minus  rhombohedrons. 
Commonly   anhedral  in  irregularly    bounded 
scales  and  foliated  masses;   also  fibrous,  the 
fibers  separable  and  elastic. 

Cleavage  basal  (0001),  eminent.    Laminae 
flexible.    Sectile.    It  yields  a  six-rayed  per- 
cussion  figure  like  that  in  mica  and   talc,  ^'®-  ^• 
parallel  to  the  rays  of  which  the  crystal  may  be  easily  bent.    H.=2.5. 
Sp.gr. =2.388,  Ural. 

Optical  Properties. — Uniaxial,  sometimes  anomalously  biaxial. 
Optically  positive  (+).  Index  of  refraction  moderate,  Wr=  1.559, 
er=  1.5795,  Bauer.  e—6t>= 0.0205.  Double  refraction  strong,  about 
as  in  pyroxene.  Color  white  to  gra3nsh,  bluish,  or  greenish.  In  thin 
section  colorless  to  greenish.  Luster  on  cleavage  surface  pearly, 
elsewhere  waxy  to  vitreous. 

Modes  of  Occurrence. — Brucite  is  occasionally  foimd  in  phyllites 
and  schists,  especially  those  containing  carbonates;  also  in  lime- 
stone and  in  serpentine  accompanying  other  magnesian  minerals. 

Resemblances. — Brucite  resembles  talc,  muscovite,  and  gypsum, 
from  which  it  differs  by  being  uniaxial  and  optically  positive,  and 
by  its  solubility  in  acids.  Fibrous  brucite  resembles  hydromagnesite, 
but  is  distinguished  by  its  higher  double  refraction  and  the  absence 
of  effervescence  upon  solution  in  acids. 

Laboratory  Production. — Brucite  has  been  obtained  from  a  solu- 
tion of  magnesium  chloride  precipitated  by  an  excess  of  caustic 
potash  and  heated  to  200°;  the  brucite  crystals  separate  on  cooling. 
It  has  also  been  noticed  in  crystallized  plates  as  a  deposit  in  a  steam- 
boiler. 

FLUORITE. 

CaFa. 

Composition.— Calcium  fluoride.  Ca  51.1,  F  48.9=100.  With 
sulphuric  acid  decomposed  with  liberation  of  hydrofluoric  acid 
vapor.  Scarcely  attacked  by  other  acids.  Alteration-products  sel- 
dom observed  in  rocks. 

Isometric.    Euhedral  crystals  commonly  cubes,  less  often  octa- 
hedrons, rarely  developed  within  rocks.    Conmionly  anhedral,  filling 
cavities  or  cracks,  or  the  spaces  between  other  minerals. 
Twinning  octahedral,  not  recognizable  in  rock  sections. 
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Cleavage  octahedral  perfect.  Often  highly  developed  in  fluorite 
in  rock  sections  as  numerous  straight  cracks.  Fracture  flat  conchoidaL 
H.  =  4.    Sp.  gr. -=3.180-3. 189. 

Optical  Properties. — In  thin  sections  rock-making  fluorite  is  iso- 
tropic. Large  crystals  grown  on  the  walls  of  cavities  are  sometimes 
doubly  refracting.  Such  crystals  are  composed  of  double-refracting 
laminse  intersecting  one  another,  apparently  parallel  to  the  dodeca- 
hedral  planes.  Index  of  refraction  very  low,  varying  somewhat 
with  the  color  and  the  locality.  ny=  1.4336  (yellow)  Gersdorf,  1.4343 
(green-violet)  Alston  Moor,  Dudenhausen.  The  refraction  is  so 
much  lower  than  that  of  Canada  balsam  that  the  surface  of  fluorite 
appears  shagreened  in  diaphragmed  light  in  the  same  manner  as 
that  of  a  mineral  with  moderately  high  refraction,  apatite  or  horn- 
blende. 

Color. — White,  yellow,  green,  red,  violet-blue,  sky-blue,  brown  to 
bluish  black.  In  rock  sections  usually  colorless,  violet,  blue;  some- 
times the  color  varies  in  zones  or  in  irregularly  shaped  patches. 
Luster  vitreous,  sometimes  splendent. 

Modes  of  Occurrence. — Fluorite  occurs  in  all  kinds  of  rocks,  usu- 
ally in  small  amounts.  It  is  frequently  a  product  of  vapor  or  fuma- 
role  action  and  is  deposited  in  veins  or  cavities  in  crystalline  schists 
and  sedimentary  rocks  accompanying  quartz,  barite,  and  other 
vein  minerals. 

In  igneous  rocks  it  is  sometimes  disseminated  through  the  rock 
body  as  though  inherent  in  the  rock  magma;  in  other  cases  it  is 
chiefly  distributed  near  contacts  or  fissures  as  though  originating 
in  gaseous  exhalations.  It  is  often  present  in  small  amounts  in 
granites  and  syenites,  and  is  more  abundant  in  nephelite-bearing 
rocks  in  association  with  fluorine-bearing  titano-  and  zirconosilicates, 
lavenite,  rosenbuschite,  etc.,  especially  in  the  Norwegian  nephelite- 
syenites. 

Fluorite  is  often  rich  in  fluid  inclusions. 

Resemblances. — Colorless  fluorite  is  similar  in  its  low  index  of 
refraction  to  opal,  analcite,  and  the  sodalite  minerals.  Its  bluish- 
violet  color  when  present  is  characteristic.  It  is  distinguished  from 
opal  by  its  cleavage,  from  analcite  and  the  sodalites  by  its  lower 
refraction  tested  by  diaphragmed  light;  by  its  perfection  and  direc- 
tion of  cleavage;  by  its  resistance  to  weak  acids,  and  by  other 
chemical  tests. 

Laboratory  Production. — Fluorite  has  been  produced  in  cryBtal* 
lized  forms  by  Scheerer  and  Drechsel. 
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TYSONITE. 
(Ce,La,Di)F3. 

Fluoride  of  the  cerium  metals;  when  Ce:La(Di)  =  14:11,  then 
Ce  40.19,  La,Di  30.37,  F  [29.44]=  100.000.  Soluble  in  sulphuric 
acid.     Commonly  altered  to  fluocarbonate,  bastn&site. 

Hexagonal. — c  =  0.68681.  Euhedral  crystals  thick  prisms  with 
(0001),    (1120),   and    (lOlO);    sometimes  tabular;    also   anhedral. 

Cleavage  perfect  parallel  to  (0001).  Fracture  subconchoidal. 
H.  =  4.5-5.     Sp.  gr.  =  6.12-6.14. 

Uniaxial. — Optically  negative  (— ).  Color  pale  wax-yellow 
when  fresh,  changing  to  yellowish  and  reddish  brown.  Luster 
vitreous  to  resinous;  somewhat  pearly  on  cleavage  surface. 

ce;  =  1.611,  6  =  1.605,  (o-e=0.006,  Larsen. 

Occurrence. — ^Tysonite  occurs  with  feldspar  in  the  granite  of 
Pike's  Peak  region,  Colo.  It  is  probable  that  the  original  fluocerite 
analyzed  by  Berzelius  is  the  same  as  tysonite.  It  occurs  in  albite 
granite  with  topaz  (p3rrophysalite)  and  allanite  near  Falun,  Sweden. 

FLUOCERITE. 

R2OF4. 

R2O3.4RF3;  a  fluoride  of  the  cerium  elements,  with  some  of 
the  yttrium  group.  F  19.49,  O  4.43,  Ce  39.53,  La,  Di  30.82. 
Y,Er,Yt  3.19,  H2O  1.78,  CaCOa  1.50  =  100.74.  Anhedral.  H.=4. 
Sp.  gr.  =5.70-5.90.  Uniaxial,  optically  positive  (+),  /9  =  1.615y 
birefringence  about  0.002,  Larsen.  Color  reddish  yellow;  sub- 
translucent  to  opaque.  Luster  resinous.  Occurs  in  granite  peg- 
matite at  Osterby,  Sweden,  with  gadolinite,  allanite,  and  other 
minerals. 

CRYOLITE. 

Na2AlF6. 

Fluoride  of  sodium  and  aluminium,  3NaF-AlF3  =  F  54.4,  Al 
12.8,  Na  32.8.     Soluble  in  sulphuric  acid.     Slightly  soluble  in  water,- 
1  part  in  2730  at  12°.     Alters  by  hydration  and  addition  of  calcium 
in  place  of  part  of  the  sodium  to  pachnolite  and  thomsenolite. 

Monoclinic— a :6:c= 0.96626: 1:1.38824;  ^=89°  49'.  Euhedral 
crystals  often  cubic  in  appearance  owing  to  the  angles  between  the 
dominant  faces  being  nearly  90*^.     Fig.  1,  c(001)  A  w(llO)  =8y»  62', 
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m(llO)  Am'"(ll0)  =  88°  2'.    Crystals  often  in  parallel  aggregation; 
also  anhedral. 

Twinning  occurs  in  several  manners:   1.  Twinning  plane  (110), 
contact  twins,  also  in  polysynthetic  lamella?,  as  in  feldspar;    2. 
Parallel  to   (112),  contact  twins,  with  polysyn- 
thetic lamella?  parallel  to  (1 12).    3.  Parallel  to        /<;.       c  im:^ 
(100),  and  possibly  4,  parallel  to  (001).  /     \/  ^ 

Cleavage  most  perfect  parallel  to  (001); 
less  perfect  parallel  to  (110)  and  (lOl).  Frac- 
ture uneven.     H.  =  2.5.     Sp.  gr.==  2.95-3.0. 


m 


m 


e  uueveu.      rL,  —  ^,o,     op.  gr.  =  ^.;fij— o.u.  \         A  J 

Optical  Properties. — Biaxial,  optically  posi-  \_/fc\  ^ 
tive  (+).  Axial  plane  normal  to  (010).  Z  is 
inclined  to  c  axis  43°  54'  in  the  acute  angle  ^.  Dis|)ersion 
horizontal  and  ^<v.  2£fr=58°  50',  2^:^=59°  24',  2^6^  =  60°  10' 
(Krenner).  Double  refraction  weak,  a  =  1.364,  very  near  the  index 
of  refraction  of  water. 

Color  snow  white  to  colorless,  sometimes  reddish,  brownish  to 
brick-red  or  black.  Luster  vitreous  to  greasy,  somewhat  pearly 
on  (001). 

Occurrence. — Cryolite,  according  to  Johnstrup,  forms  a  large 
body  within  granite  at  Ivigtut  on  Arksuk  fjord  in  West  Greenland. 
Within  the  central  part  of  the  mass  of  cryolite  and  scattered  through 
it  are  quartz,  siderite,  galena,  sphalerite,  pyrite,  chalcopyrite,  and 
wolframite.  The  outer  portion,  which  passes  into  the  surrounding 
granite  without  distinct  boundary,  contains  quartz,  feldspar,  with 
ivigtite  (muscovite),  fluorite,  cassiterite,  molybdenite,  arsenopyrite, 
and  columbite.  Cryolite  is  associated  with  topaz  and  chiolite  in 
granite  near  Miask  in  the  Urals.  It  occurs  in  granite  pegmatite 
with  zircon,  astrophyllite  and  columbite  at  the  southern  base  of 
Pike's  Peak,  Colo. 

CHIOLITE. 
5NaF.3AlF3. 

Fluoride  of  aluminium  and  sodium,  F  57.7,  Al  17.5,  Na  24.8. 

Tetragonal,  c=  1.0418.  Euhedral  crystals  ver>'  small  and  rare; 
bipyramidal  (111),  with  a  ditetragonal  bipyramid,  and  occasionally 
(001).     Also  anhedral. 

Twinning  plane  (111),  contact  twins.  Cleavage  doubtful 
parallel  to  (111).     H.  =  3.5-4.     Sp.  gr.  =  2,84-2.99. 
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1,  optically  negative   (— ).    Color  snow-white.    Luster 
vitreous.    In  thin  section  colorless. 

Occurrence. — Chiolite  is  associated  with  fluorite^  cryolite,  topaz, 
and  phenacite  in  granite  near  Miask,  in  the  Urals.  It  also  occurs 
with  cryoUte  in  Greenland. 

MOLYBDENITE. 

M0S2. 

Composition. — Molybdenum  disulphide,  S  40.00,  Mo  60.0.  De- 
composed by  nitric  acid. 

Hexagonal(?) . — Crystals  tabular,  or  short  prisms  slightly  tapering, 
with  hexagonal  shape,  resembling  mica.  Commonly  anhedral, 
foliated,  massive,  or  finely  granular. 

Cleavage  eminent  parallel  to  (0001).  Laminse  very  flexible,  but 
not  elastic.    Sectile.    Feel  greasy.    H.  =  1-L5.    Sp.  gr.  =4.7-4.8. 

Color  lead-gray,  with  bluish  trace  on  paper.  Opaque.  Luster 
metallic. 

Occurrence. — Molybdenite  occurs  in  plates  or  scales  in  granite, 
syenite,  and  their  pegmatites;  in  gneiss,  crystalline  limestone,  and 
other  rocks.  It  is  of  widespread  occurrence  in  America  and  Europe, 
and  other  parts  of  the  world. 

GALENA. 
PbS. 

Composition. — Lead  sulphide,  S  13.4,  Pb  86.6.  It  may  contain 
as  sulphides  silver,  zinc,  cadmium,  antimony,  bismuth  and  copper; 
and  occasionally  selenium.  It  may  also  contain  uncombined  silver 
and  gold,  and  rarely  platinum.  Decomposed  by  strong  nitric  acid. 
Alters  most  commonly  to  carbonate,  cerussite;  also  to  oxide, 
minium;  and  sulphate,  anglesite. 

Isometric;  hexoctahedral  class.  Euhedral  crystals  usually  cubes, 
often  modified  by  the  octahedron;  sometimes  octahedrons,  and  rarely 
other  foites.    Also  anhedral. 

Twinning  on  the  octahedral  plane  (111);  both  contact  and 
penetration  twins.  Sometimes  tabular  parallel  to  (111).  Also 
twinned  in  polysynthetic  lamellae  on  (441),  (311),  and  (331).  These 
twinnings  are  sometimes  produced  by  pressure. 
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Cleavage  highly  perfect  parallel  to  the  cubic  faces  (100)^  rarely 
octahedral.  Fracture  uneven  to  subconchoidal.  H.  =  2.5-2.75. 
Sp.  gr.  =  7.4-7.6. 

Optical  Properties. — Opaque.    Color  lead  gray.    Luster  metallic. 

Occurrence. — Galena  is  of  widespread  and  varied  occurrence. 
It  most  commonly  occurs  in  veins  with  other  metallic  sulphides. 
And  is  found  in  small  amoimts  in  granite  pegmatite,  as  at  Quincy, 
Mass.,  and  elsewhere. 

SPHALERITE. 

ZnS. 

Composition. — Zinc  sulphide,  S  33.0,  Zn  67.0;  commonly  con- 
tains iron  and  manganese;  sometimes  cadmium  and  mercury; 
rarely  lead  and  tin.  It  may  contain  silver  and  gold,  and  sometimes 
traces  of  indium,  gallium,  and  thallium.  Dissolves  in  hydrochloric 
acid.  Alters  to  sulphate,  goslarite,  and  to  carbonate,  smithsonite, 
and  may  be  converted  into  the  silicate,  calamine. 

Isometric;  hextetrahedral  class.  Euhedral  crystals  often  highly 
complex,  tetrahedral  forms;  also  anhedral. 

Twinning  and  composition  plane  parallel  to  (111),  sometimes 
normal  to  it.     Often  repeated  in  twinned  lamellae. 

Cleavage  highly  perfect  parallel  to  the  face  of  the  dodecahedron 
(110).     Fracture  conchoidal.    H.  =  3.5-4.     Sp.  gr.  =  3.9-4.1. 

Optical  Properties. — Isotropic;  sometimes  exhibits  abnormal 
double  refraction. 

rir  =  2.34 165      riy  =  2.36923      rigr  =  2.40069      Ramsay 

Color  yellow,  brown,  black,  less  often  red,  green,  white,  and 
colorless.     In  thin  section  colorless,  yellow  to  brown. 

Occurrence. — Sphalerite  occurs  chiefly  in  veins  and  metalliferous 
deposits  with  galena  and  other  metallic  sulphides.  It  also  occurs 
in  small  amounts  in  limestones;  as  in  cavities  in  the  dolomite  in 
the  Binnenthal,  Switzerland;  in  the  limestone  from  Picos  de 
Europa,  Santander,  Spain.  It  is  associated  with  zincite,  willemite, 
franklinite,  and  other  minerals  in  calcite  at  Franklin  Furnace,  N.  J. 
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PENTLANDITE. 

(Fe,Xi)S. 

Composition. — Sulphide  of  iron  and  nickel  in  varying  proportions 
When  2FeSNiS,  then  S  36.0,  Fe  42.0,  Ni  22.0.  Copper  is  some- 
times present;  and  rarely  a  little  platinum. 

Isometric,  anhedral.  Cleavage  parallel  to  (111),  octahedral. 
Fracture  uneven.     H.  =  3.5-4.     Sp.  gr.  =  4.60.     Not  magnetic. 

Opaque. — Color  light  bronze-yellow.     LiLster  metallic. 

Occurrence. — Pentlandite  is  associated  with  chalcopyrite  and 
pyrrhotite  in  gabbro,  at  Sudbury,  Ontario;  and  in  a  hornblende 
rock  near  Lillehammer,  also  with  pyrrhotite  and  chalcopyrite  in 
gabbro  and  norite  in  other  localities  in  Norway. 

X 
PYRRHOTITE. 

Composition. — Magn^t?^  pyrite.  Sulphide  of  iron,  often  containing 
nickel  and  traces  of  cobalt  and  copper.  Variable  in  composition, 
ranging  from  FesSe  to  FeieSiT,  chiefly  FeuSia^S  38.4,  Fe  61.6=100. 
Decomposed  by  hydrochloric  acid  with  evolution  of  hydrogen  sulphide. 
Alters  to  pyrite,  limonite,  and  siderite. 

Hexagonal;  c= 0.8701.  Euhedral  forms  rare,  commonly  tabular 
parallel  to  (0001),  with  prism  (lOlO)  and  pyramidal  faces  (1011), 
(202l),  (40Jl),  and  others.  Sometimes  in  steep  pyramidal  crj^stak. 
Usually  anhedral,  in  irregular  masses  or  particles. 

Twinning  plane  (lOll),  not  recognizable  in  thin  section.  Cleav- 
age sometimes  distinct  parallel  to  the  basal  plane  (0001),  less  so 
parallel  to  the  prism  of  the  second  kind  (ll20).  Not  noticeable  in 
thin  sections.  Fracture  uneven  to  subconchoidal.  H.  =  3.5-4.5. 
Sp.  gr.  =  4.58-4.64.     Magnetic  to  a  variable  extent. 

Optical  Properties. — Opaque.  Color  between  bronze-yellow  and 
copper-red,  subject  to  speedy  tarnish.  Streak  dark  grayish  black. 
Luster  metallic. 

Modes  of  Occurrence. — Pyrrhotite  occurs  sparingly  in  some 
gabbros,  dolerites,  basalts,  and  related  rocks,  and  in  metamorphic 
rocks  derived  from  them,  such  as  amphibole-schists  and  amphibolites. 
It  is  much  rarer  in  the  granites  and  gneisses  and  in  zones  of  contact 
metamorphism,  but  is  sometimes  abundant  in  nephelite  rocks  according 
to  Rosenbusch. 
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Resemblances. — Pyrrhotite  is  distinguished  from  other  opaque 
minerals  occurring  in  rocks  by  its  color,  weak  magnetism,  and 
chemical  reactions. 

CHALCOPYRITE. 
CuFeS.,. 

Composition. — Sulphide  of  copper  and  iron,  Cu2S-reS3  =  S  35.0, 
Cu  34.5,  Fe  30.5.  Sometimes  contains  gold  and  silver;  also  traces 
of  selenium,  and  thallium.  Decomposed  by  nitric  acid.  Alters  to 
other  sulphides,  sulphates,  carbonates,  and  to  iron  oxide. 

Tetragonal,  scalenohedral  class.  c= 0.98525.  Euhedral  cr>\stals 
commonly  in  bisphenoid  (111),  resembling  regular  tetrahedron; 
also  anhedral. 

Twinning:  1,  parallel  to  (111),  composition  face  usually  (111), 
sometimes  a  plane  normal  to  (111);  contact,  also  penetration 
twins;  2,  twinning  and  composition  face  (101),  repeated  twinning; 
3,  twinning  axis  c,  complementar}'^  penetration  twins. 

Cleavage  sometimes  distinct  parallel  to  (201);  indistinct  parallel 
to  (001).     Fracture  uneven.     H.  =  3.5-4.     Sp.  gr.  =  4.1-4.3. 

Opaque. — Color  brass-yellow.     Luster  metallic. 

Occurrence. — Chalcopyrite  is  a  common  vein  mineral  with 
pyrite  and  other  sulphides.  It  also  occurs  scattered  in  sedimentary 
rocks,  and  accompanies  pyrite  in  small  amounts  in  some  igneouH 
rocks.  With  pentlandite  it  is  abundant  in  gabbro  at  Sudbur}'; 
and  occurs  with  pyrite  and  pyrrhotite  in  nephelitensyenite  in 
Dunganon,  Ontario. 


PYRITE. 
FeSa. 

Composition. — Iron  disulphide.  S  53.4,  Fe  46.6=100.  Some- 
times traces  of  copper,  nickel,  cobalt,  and  thallium.  Insoluble  in 
hydrochloric  acid,  decomposed  by  nitric  acid.  Alters  by  oxidation 
to  iron  sulphate,  and  upon  loss  of  sulphur  to  hematite  or  limonite. 

Isometric;  didodecahedral.  Euhedral  crystals  common.  Forms 
usually  cubes  (100),  pentagonal  dodecahedrons  (210),  singly  and  in 
combination,  also  octahedrons  (111),  and  others  subordinate.  Less 
often  in  anhedral  crystals  or  grains  and  in  irregular  aggregations. 


Fia.  1.  Fio.  3. 

Twinning  common,  dodecahedral  plane  (110),  twinning  and  com- 
position plane.    Not  noticeable  in  thin  section. 

Cleavage  indistinct  and  rare  parallel  to  (100)  and  (111),  not 
shown  in  thin  section.  Fracture  conchoidal  to  uneven.  H.  =  6-6.5. 
Sp.  gr.- 4.967  Traversella,  5.027  KIba. 

Optical  Properties. — Opaque.  Color  pale  brass-yellow  on  fresh 
surface  or  on  cross-section.     Streak  greenish  or  brownish  black. 

Modes  of  Occurrence. — Pyrite  occurs  sparingly  in  all  kinds  of 
rocks,  igneous,  metamorphic,  and  sedimentary.  It  is  often  in  iso- 
lated crystals;  sometimes  in  clusters,  irregular  or  spheroidal  in  form, 
or  in  flattened  sphenilites;  sometimes  in  veins.  It  is  commonly 
associated  with  iron  oxide,  magnetite,  and  hematite,  and  in  the 
neighborhood  of  metallic  veins  it  is  often  accompanied  by  sulphides 
of  copper,  zinc,  and  lead,  such  as  chalcopyrite,  bomite,  chalcocite, 
sphalerite,  galena,  and  others. 

Resemblances. — Pyrite  is  <]istinguishable  from  other  opaque 
rock-making  minerals  by  its  color  in  incident  light,  which  is  most 
like  that  of  chalcopyrite,  but  is  not  so  dark  and  brass-like.  Chalco- 
pyrite gives  a  strong  reaction  for  copper.  Pyrite  is  distinguished 
from  pyrrhotite  by  its  color  and  absence  of  magnetic  properties, 
and  by  its  behavior  towards  acids. 

Laboratory  Production.  — Pyrite  has  been  produced  by  slow 
reduction  of  ferric  sulphate  in  the  presence  of  some  carbonate;  also 
by  heating  t(^ether  ferric  oxide,  sulphur,  and  ammonium  chloride. 
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MARCASITE  GROUP. 

MARCASITE,  FeSg. 

LOLLINGITE,         FeAsg. 
ARSENOPYRITE,  FeSa-FeAsg. 

Composition. — Sulphide  and  arsenide  of  iron.  Other  members 
of  this  group  containing  cobalt,  nickel,  bismuth,  and  antimony- 
are  not  so  common.  Marcasite  is  iron  disulphide,  like  pyrite,  S 
53.4,  Fe  46.6;  some  varieties  contain  a  little  arsenic.  Lpllingiie  is 
chiefly  iron  diarsenide;  but  grades  to  FeaAsi)  sometimes  contains 
sulphur,  and  sometimes  cobalt.  Bismuth  and  antimony  may  also 
be  present.  As  72.17,  S  0.37,  Fe  27.14  =  99.68  (Brevik).  Arseno- 
pyrite  is  sulpharsenide  of  iron,  As  46.0,  S  19.7,  Fe  34.3.  Sometimes 
contains  cobalt,  and  approaches  glaucodot;  also  nickel,  antimony, 
and  bismuth.  Decomposed  by  nitric  acid  with  the  separation  of 
sulphur. 

Alteration. — Marcasite  alters  more  readily  than  pyrite,  becoming 
oxidized  and  passing  into  limonite. 

Orthorhombic;  with  close  similarity  in  forms. 

Marcasite,        a:6  :c=0.7662 : 1 : 1.2342 
LoUingite,  0.6689 : 1 : 1.2331 

Arsenopyrite,  0.6773 : 1 : 1 .  1882 

Euhedral  crystals  of  marcasite  are  commonly  tabular  parallel  to 
c(001),  Fig.  1,  the  prisms  of  the  first  kind  strongly  striated  parallel 


Fig.  1. 


Fig.  3.  Fig.  2.  Fig.  4. 

to  the  a  axis.  Sometimes  bipyramidal  in  habit.  Fig.  2.  c(OOl), 
m(llO),  6(101),  Z(011),  t;(013),  s(lll).  In  lollingite  the  crystal  habit 
is  prismatic  parallel  to  a  axis,  and  also  the  c  axis,  more  like  some 
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crystals  of  arsenopyrite.  Arsenopyrite  crystals  are  often  prismatic 
with  (110),  or  bipyramidal  through  the  development  of  m(llO)  and 
w(014),  Fig.  3.     Anhedral  crystals  also  occur. 

Twinning  in  marcasite  is:  1.  on  m (110),  which  may  be  repeated, 
as  in  Fig.  4;  2.  on  e(lOl),  contact  twins  crossing  at  about  60°. 
In  loUingite  twinning  is  on  e(lOl),  crossing  at  about  60°.  In  arseno- 
pyrite twinning  is:  1.  on  m(llO)  contact,  or  penetration  twins,  or 
repeated,  as  in  marcasite;  2.  on  c(lOl),  in  cruciform,  or  star- 
shaped  twins,  crossing  at  about  60°. 

Cleavage  in  marcasite  and  arsenopyrite  is  rather  distinct  parallel 
to  m(llO);  in  traces  parallel  to  1(011),  In  lollingite  it  is  some- 
times distinct  parallel  to  c(OOl).     Fracture  uneven. 

Marcasite,        H.  =  6-6.5  Sp.  gr.  =  4.85-4.90 

Lollingite,  5-5.5  7.0  -7.4;  also  6.8 

Arsenopyrite,  5.5-6  5.9  -6.3 

Opaque.-^Color  of  marcasite  pale  bronze-yellow.  L6llingite  and 
arsenopyrite  are  silver-white  to  steel-gray.     Luster  metallic. 

Occurrence. — Marcasite  occurs  in  clay,  limestone,  slates,  and 
other  sedimentary  formations.  It  also  occurs  in  granite  and  gneiss 
associated  with  pyrite.  It  is  common  in  metalliferous  veins. 
Lollingite  occurs  in  nephelite-syenite  in  Norway  with  homilite  and 
meliphanite.  It  is  found  with  bismuth  and  chloanthite  in  the 
Lolling-Hi'ittenberg  district  in  Carinthia,  and  elsewhere.  Arseno- 
pyrite is  of  widespread  occurrence  chiefly  in  metalliferous  veins,  but 
also  scattered  through  rocks  of  various  kinds  in  small  amounts. 

IRON. 

Fe. 

Composition. — Chiefly  metallic  iron  with  small  amounts  of  Ni 
and  Co;  carbon  in  the  form  of  graphite,  and  some  magnetic  pyrites, 
iron  chloride  and  other  compounds.  The  composition  varies  some- 
what in  different  localities,  and  in  different  masses  in  the  same 
locality.  That  from  Ovifak,  Greenland,  consists  of  Fe  93.16, 
Ni  2.01,  Co.  0.80,  Cu  0.12,  S  0.41,  C  2.34,  P  0.32,  CI  0.02=99.18. 

Oxidizes  readily  to  hematite  and  limonite. 

Isometric. — Rarely  euhedral  with  (100)  and  (111).  Usually 
anhedral.  Twinning  plane  (111);  penetration  twins  often  in  repeated 
lamella). 
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Cleavage  perfect  parallel  to  (100);  lamellar  parting  parallel  to 
(111)  and  (110).  Fracture  hackly.  Malleable.  H.  =  4-5.  Sp.  gr. 
=  7.3-7.8.    Strongly  magnetic. 

Optically  opaque,  steel-gray  in  exceedingly  thin  films.  Color 
steel  gray  to  iron-black.     Luster  metallic. 

Occurrence. — Native  iron  occurs  in  large  masses  and  in  small 
particles  in  basalt  at  Blaafjeld,  Ovifak,  Greenland,  and  in  other 
localities  on  Disco  Island.  It  also  occurs  in  small  amounts  in 
basaltic  rocks  in  New  Jersey;  near  Mt.  Washington,  N.  H.;  at 
Antrim,  Ireland;  near  Cassel,  Germany,  and  at  Gerona,  Spain. 
It  is  a  chief  constituent  of  many  meteorites. 

IRON-NICKEL. 
Ni,Fe. 

Native  alloys  of  iron  and  nickel  containing  from  60  to  75  per 
cent  of  Ni,  a  small  amount  of  Co,  and  various  impurities  have 
received  the  names  of  awaruite,  josephinite^  and  souesite. 

They  occur  as  small  anhedral  masses  in  gravels  with  platinum 
and  other  minerals.  Awaruite,  FeNi2  =  Fe  32.3,  Ni  67.7,  is  found 
in  the  Gorge  River,  New  Zealand,  associated  with  gold,  platinum, 
cassiterite,  chromite,  and  magnetite,  and  has  been  derived  from 
serpentine,  or  peridotites.  It  has  H.  =  5.  Sp.  gr.  =  8.1.  Josephenite 
occurs  as  pebbles  near  serpentine  in  Josephine  and  Jackson  counties, 
Oregon,  and  also  in  Del  Norte  County,  California,  and  has  nearly 
the  composition  of  awaruite.  Souesiie  occurs  in  grains  with  platinum, 
iridosmine,  and  gold,  in  sands  of  the  Fraser  River,  British  Columbia; 
and  similar  grains  of  iron-nickel  occur  in  the  sands  of  the  Elbo, 
near  Biella,  Piedmont. 

PLATINUM. 
Pt. 

Composition. — Platinum  with  small  amounts  of  iron,  iridium, 
osmium,  rhodium,  and  other  metals. 

Isometric. — ^Euhedral  crystals  rare,  habit  cubic,  often  distorted. 
Usually  anhedral,  grains  or  scales.     Twinning  plane  (111). 

Cleavage  none;  fracture  hackly.  Malleable  and  ductile..  H.= 
4-4.5.     Sp.  gr.  =  14-19,  for  native  platinum.     Sometimes  magnetic. 

Optically  opaque.    Color  whitish  steel-gray.     Luster  metallic. 
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Occurrence. — Platinum  is  found  chiefly  in  sands  in  various  parts 
of  the  earth.  In  Nizhni  Tagilsk,  Russia,  it  occurs  with  chromite 
in  serpentine,  probably  altered  peridotite.  In  the  Ivalo  River, 
Lapland,  it  is  associated  with  diamond,  and  was  probably  derived 
from  serpentine  containing  chromite  and  diallage,  an  altered 
peridotite.  It  occurs  in  a  feldspathic  rock  with  iridosmine  in  the 
Broken  Hill  district,  New  South  Wales;  and  in  a  quartz  vein  in  the 
Thames  gold  field,  New  Zealand. 

GOLD. 

Au. 

Composition. — Gold  usually  alloyed  with  silver,  and  with  traces 
of  copper,  or  iron;  very  rarely  with  palladium,  rhodium,  and 
bismuth. 

Isometric. — Crystals  often  distorted,  cubic  forms  resembling 
rhombohedrons.  Frequently  flattened  parallel  to  (111).  Often 
in  aggregated  groups.  Anhedral.  Twinning  plane  (111).  Cleavage 
none;  fracture  hackly.  Very  malleable  and  ductile.  H.  =  2.5-3. 
Sp.gr.  =  15.6-19.3. 

Optically  opaque.  Color  golden  yellow,  sometimes  inclining  to 
silver-white,  rarely  orange-red. 

Occurrence. — Chiefly  in  metalliferous  veins,  and  in  gravels. 
Rarely  found  as  a  pyrogenetic  constituent  of  igneous  rocks.  It 
appears  as  such  in  a  granite  from  Sonora,  Cal.,  and  in  a  pitch- 
stone  from  Guanaco,  Chili. 

DIAMOND. 
C. 

Composition. — Pure  carbon  in  the  gem  varieties;  impure  in 
carbonado  or  black  diamond,  which  may  contain  as  much  as  2  per 
cent  of  impurity.  Not  acted  on  by  acids  or  alkalies,  and  not  known 
in  an  altered  form,  unless  certain  graphite  crystals  (cliftonite) 
found  in  meteorites  from  Youndegin,  West  Australia,  and  from 
Magura  are  pseudomorplis  after  diamond,  as  so  regarded  by  Brezina. 

Isometric;  hextetrahedral  class  of  symmetry,  but  no  distinction 
can  be  recognized  between  the  plus  and  minus  forms.  Euhedral 
crystals  often  octahedral  in  habit.  Crystals  more  commonly 
rounded,  with  curved  faces  as  in  Fig.  1,  a  hextetrahedral  form  near 
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the  dodecahedron  (110).    Also  distorted  in  shape    and  in  aggrega- 
tions. 

Twinning  plane  usually  o(lll),  in  contact  twins  flattened  parallel 
to  o(lll)  (Fig.  2);  sometimes  penetration  twins.  Also  twinning 
parallel  to  the  cubic  face  (001),  penetration  twins  (Fig.  3). 


Fio.  1.  Fig.  2.  Fig.  3. 

Cleavage  highly  perfect  parallel  to  o(lll).  Fracture  conchoidal. 
Brittle.  H.=  10;  greater  on  (001)  than  on  (111).  8p.  gr.  =  3.516- 
3.525  for  crystals;  3.499-3.503  for  bort;  3.15-3.29  for  carbonado. 

Optical  Properties. — Isotropic,  sometimes  doubly  refracting; 
rarely  distinctly  uniaxial.     Highly  refractive  with  strong  dispersion. 

n,.=2.4135  ny=2.419o  tv-2.4278     Des  Cloizeaux 

nr= 2.40845        ny= 2.41723        n^- 2.42549  Schrauf 

Color,  colorless  or  white,  also  pale  yellow,  orange,  red,  green, 
blue,  and  brown;  sometimes  black.  Luster  adamantine  to  greasy, 
or  dull. 

Occurrence. — Diamond  is  found  in  more  or  less  altered  peridotite 
intruded  in  carbonaceous  shale  in  the  Transvaal,  South  Africa; 
and  associated  with  peridotite  at  Murfreesboro,  Ark.;  and  in 
hornblende-diabase,  near  Inverall,  New  South  Wales;  and  in  a 
pegmatite  vein,  consisting  of  orthoclase  and  epidote,  in  gneiss  at 
Bellary,  in  India.  Diamond  is  also  found  in  gravels  with  minerals 
common  in  granite,  such  as  quartz,  zircon,  tourmaline,  garnet, 
corundum,  topaz,  chrj^soberyl,  and  other  minerals;  but  has  not 
been  found  in  place  in  granite  up  to  the  present.  It  occurs  in 
quartzose  conglomerates,  and  in  laminated,  micaceous,  quartz  rock, 
itacolumite.  Diamond  also  occurs  in  some  meteorites,  at  Novo- 
Urei,  Russia;  Carcote,  Chili;  Canyon  Diablo,  Arizona* 

Laboratory    Production. — Diamond    has    been    produced    by 
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Moissan  by  dissolving  carbon  in  melted  iron  and  chilling  the  liquid; 
the  internal  pressure  due  to  the  contraction  of  the  iron  caused 
the  crystallization  of  the  carbon  as  diamond.  It  has  been  obtained 
by  Friedlander  from  fused  olivine  containing  dissolved  graphite; 
and  by  von  Hasslinger  from  a  magnesium  silicate  magma  contain- 
ing amorphous  carbon  in  solution.  It  has  been  found  to  crystallize 
more  readily  from  magmas  richer  in  magnesium  and  calcium  and 
lower  in  silica,  than  in  more  siliceous  magmas. 

GRAPHITE. 
C. 

Carbon,  often  impure  from  the  presence  of  iron  oxide,  clay,  etc. 
Unaltered  by  acids.  At  a  high  temperature  some  graphite  bums 
more  readily  than  others.  Some  lamellar  varieties,  when  treated 
with  boiling  acid  and  afterwards  ignited,  swell  up  with  worm-like 
contortionSi  and  have  been  called  graphitiie.  This  action  is  prob- 
ably due  to  the  vaporization  of  liquid  that  has  penetrated  inter- 
lamellar  spaces.  An  impure  variety  containing  nitrogen  and  water, 
burning  in  a  Bunsen  flame,  has  been  called  graphitoid. 

Trigonal,  rhombohedral;  c=  1.3859. 

Crystal  Forms  (0001),  (1120),  (lOll),  (22J6),  (llSl).  Euhedral 
crystals  very  rare,  conmionly  in  six-sided  tabular  crystals,  often 
striated  parallel  to  the  trace  of  the  imit  rhombohedron  (1011);  also 
in  roimded  and  irregularly  shaped  plates  or  flakes,  less  often  columnar 
or  radiated,  granular,  compact,  earthy. 

Twinning  possibly  indicated  by  the  striations  on  (0001);  twin- 
ning and  composition  plane  a  rhombohedral  face. 

Cleavage  perfect  parallel  to  (0001),  the  basal  pinacoid,  possibly 
indistinct  parallel  to  the  unit  rhombohedron  (lOll)  or  the  possible 
twinning  laminse.  This  is  indicated  by  the  exhibition  of  a  per- 
cussion figure  with  3  or  6  rays,  as  in  mica,  the  Knes  of  cleavage  or 
gliding  being  parallel  to  the  trace  of  the  unit  rhombohedron. 

Cleavage  lamellsB  flexible,  but  inelastic.  Feel  greasy.  H.=  l-2. 
Sp.  gr.==  2.09-2.23,  varying  with  impurities. 

Optical  Properties. — Opaque  in  the  thinnest  particles.  Color 
iron-black  to  steel-gray.    Luster  metallic,  sometimes  dull,  earthy. 

Modes  of  Occurrence. — Graphite  occurs  chiefly  in  metamorphic 
rocks,  to  a  much  less  extent  in  igneous  rocks.  It  is  a  constituent 
of  gneisses  and  schists,  and  of  various  contact  rocks,  as  homstones, 
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crystalline  limestones,  quartzites,  etc.  In  many  cases  presumably 
it  has  resulted  from  the  alteration  of  hydrocarbons  of  organic  origin. 
In  others  it  may  have  resulted  from  impregnation  by  carbon  or  hydro- 
carbon vapors.  It  occurs  in  disseminated  grains,  scales,  or  crystals, 
or  in  streaks,  layers,  or  beds  in  the  rocks. 

It  occurs  in  gneiss  in  various  localities  in  Massachusetts,  Con- 
necticut, New  Hampshire,  New  York,  and  elsewhere.  It  is  found  in 
crystalline  limestone,  associated  with  titanite  and  woUastonite,  at 
Grenville,  Canada:  accompanying  spinel,  chondrodite,  hornblende, 
etc.,  near  Amity,  N.  Y.;  also  in  Bucks  County,  Pa.,  associated  with 
woUastonite,  pyroxene,  and  scapolite. 

In  igneous  rocks  it  occurs  in  disseminated  grains  and  scales  in 
granite,  syenite,  and  similar  rocks,  and  in  some  pegmatites.  It  is 
abundant  in  syenite  at  ^lansell's  Mine  in  Bucks  County,  Pa.;  in  the 
granites  of  the  Ilmen  Mountains;  in  p3rroxene-foyaite  from  Boto- 
golsky-Goletz,  Siberia,  which  traverses  limestone  and  graphite-schist. 
It  occurs  in  basalt  of  Ovifak,  Greenland,  with  metallic  iron,  and  in 
nests  in  trap  at  Borrowdale  in  Cumberland,  England.  It  is  also  a 
constituent  of  some  meteorites. 

Resemblances. — Graphite  is  distinguished  from  hydrocarbons  by 
the  greater  difficulty  with  which  it  may  be  burned,  and  by  the  absence 
of  hydrogen  and  other  gases.  It  resembles  molybdenite  closely,  but 
is  distinguished  chemically  by  the  absence  of  sulphur.  It  is  dis- 
tinguished from  magnetite  by  crystal  form  when  present,  hardness, 
resistance  to  the  attack  of  acids,  etc. 

Laboratory  Production. — Graphite  is  a  common  product  in  iron 
furnaces.  Graphite  has  been  formed  in  a  potash  glass  containing 
a  little  calcium  fluoride,  which  when  liquid  had  dissolved  amorphous 
carbon. 

HYDROCARBONS. 

Impure  mixtures  of  coal  of  various  compositions,  with  other 
hydrocarbons.    Unattacked  by  acids;  more  or  less  easily  burned. 

Amorphous.  In  particles  of  irregular  shapes  and  as  coatings 
on  the  walls  of  cracks  or  cavities.  H.  =  0.5-2.5.  Sp.  gr.  =  1-1.7  approx. 

Optical  Properties.— Opaque;  gray  to  black.  Lusterless  on 
natural  surface.    Acquires  a  dull  gloss  on  being  rubbed. 

Modes  of  Occtirrence. — Hydrocarbons  occur  in  small  particles 
and  as  coatings  or  layers  in  many  sedimentary  and  schistose  rocks, 
in  some  cases  forming  inclusions  within  the  constituent  crystals  of 
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quartz,  feldspar,  etc.  They  are  frequently  accompanied  by  iron 
oxide,  with  which  they  may  be  confused.  The  latter  may  be  removed 
by  hydrochloric  or  nitric  acid,  and  the  hydrocarbon  tested  by  ignition. 
They  are  easily  confused  with  graphite.  They  have  been  identified 
by  Sauer  in  the  quartzites  of  the  schist  and  phyllite  formations  of 
the  Erzgebirge.  A  graphitoid-like  hydrocarbon  has  been  described 
by  Rosenbusch  as  common  in  the  paragneisses  of  the  Black  Forest. 


TABLES. 

The  optical  characteristics  of  the  rock  minerals  are  given  in  the 
accompanying  tables,  in  which  the  minerals  are  arranged  in  series 
according  to  increasing  refringence;  the  isotropic  minerals  being 
placed  together,  followed  by  the  miiaxial,  and  then  the  biaxial.  They 
are  also  grouped  mineralogically,  and  not  strictly  according  to  their 
system  of  crystallization,  since  orthorhombic,  monoclinic,  and  tri- 
clinic  members  of  one  group  occur  together,  as  the  amphiboles. 

The  indices  of  refraction  are  not  averages,  but  specific  examples 
given  in  the  text.  In  some  instances  several  sets  of  data  are  given 
for  one  mineral  to  indicate  the  divergence  in  the  observations. 
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TABLES. 


Optically  Biaxial 


Name. 

System. 

« 
1.364 

fi 

r 

r-a 

r-0 

fi-a 

Opt. 
Char 

+ 

+ 

+ 

+ 

+ 

+ 
+ 

+ 
+ 

+ 
± 

Opt. 
Angle. 

Diap. 

Cryolite 

monod. 

— 

low 

— 

— 

2^-59*24' 

p  <v 

Zeolites, 
Natrolite 

Thomaonite 

MordeDite 

Heulandite 

Brewsterite 
Epiatilbite  > 

PhiUipaite  ^ 

Harmotome  > 
fitilbitei 

Laumontite  * 

Scolecite  » 

ortho. 

•  • 

monocl. 

•  • 

•  • 

•  < 

« • 

•  • 

•  4 

•  4 
4  • 

1.478 
1.475 

1.497 
1.498 

1.503 
1.494 

1.513 

1.481 
1.479 

1.503 

1.466 

1.499 

n-1.46 
1.61 
1.51- 
1.57 

1.498 
1.524 
1.496 

1.490 
1.489 

1.626 
1.605 

1.508 
1.500 

1.525 

0.012 
0.014 

0.028 

0.005 

0.007 

0.012 
0.010 

0.003 

0.005 
0.006 

0.012 

0.008 

0.009 
0.010 

0.022 
0.006 

0.002 
O.OOI 

0.003 
0.004 

0.006 
0.001 

0.004 
0.011 

27-62*15' 

27-63*60' 

laige 

27-0*-92* 

27-65* 
2^-70*-76* 

2ff-85* 

27-33* 
2^-54* 
27-38*28' 

strong 

P<r 
strong 

Petalite 

monocl. 

1.504 

1.510 

1.516 

0.012 

0.006 

0.006 

27-83*34' 

P<v 

Fddspara. 
Orthoclaae  * 
Mierocline  * 

Samidine  * 
Soda-microcline  ■ 

•  • 
Albite* 

Oligoclase  * 

•  • 
Andesine  * 

T«abradorite  * 

Anortbite  • 

AQeraou.<fite 

Carnogicite 

Bari  um-orthoclas€,' 

OrwCci 
Hyalophanc,'  Or4Cej 
.  OrTCe, 
Celsian,'  Ce 

paeudo- 
monocl. 
tricl. 

pseudo- 

monocl. 

tricl. 

•  • 

•  • 

4   4 
4« 
•  4 

monocl. 

•  4 
4  4 

1.618 
1.622 

1.521 
1.621 

1.626 
1.628 

1.532 
1.534 

1.639 
1.649 

1.656 
1.654 

1.561 
1.575 

1.665 

1.516 

1.520 
1.5.37 
1..542 
1.584 

1.522 
1.626 

1.526 
1.527 

1.631 
1.532 

1.6,^3 
1.538 

1.543 
1.563 

1.568 
1.657 

1.564 
1.583 

1.659 

1.524 
1.539 
1.542 
1.589 

1.536 
1.597 

1.524 
1.529 

1.525 
1.^27 

1.631 
1.539 

1.6.39 
1.642 

1.647 
1.556 

1.562 
1.562 

1.669 
1.588 

1.663 

1.620 

1.626 
1.642 
1.547 
1.694 

0.006 
0.007 

0.004 
0.006 

0.006 
0.011 

0.007 
0.008 

0.008 
0.007 

0.007 
0.008 

0.008 
0.013 

0.008 

0.004 

0.006 
0.006 
0.006 
0.010 

0.002 
0.003 

0.000 
0.000 

0.000 
0.007 

0.006 
0.004 

0.004 
0.003 

0.004 
0.006 

0.005 
0.005 

0.004 

0.002 
0.003 
0.005 
0.005 

0.004 
0.004 

0.004 
0.006 

0.006 
0.004 

0.001 
0.004 

0.004 
0.004 

0.003 
0.003 

0.003 
0.008 

0.004 

0.004 
0.002 
0.000 
0.006 

2F-69* 
27-83* 

27-0*-29* 
27-32* 

27-43* 
27-77*39' 

27-81* 

27-88*16' 

27-80*40' 

27-77* 
27-77* 

27-78*-89* 

27-36±6* 

27-71*22' 
27-74* 
27-78  6* 
-27-93*38' 

P>9 

P>t 
P<9 

P<v 

P>T 

P>T 
P>W 

Cordierite  • 

ortho. 

1.632 
1.692 

1.539 
1.599 

0.007 
0.007 

0.003 
0.002 

0.004 
0.006 

27-39*-84* 

w<eak 
p  <r 

Hydrargillite 

monocl. 

1.535 

1.535 

1.56S 

0.023 

0.023 
0.004 

0.002 

0.000 

27-0*-40* 

strong 

Aragonite 

Bromlite 
Witherite 
Strontianite 
Cerussite 

ortho. 

4  4 
4  4 
4  4 
4  4 

1.630 
1.804 

1.682 
2.076 

1.686 
2.07S 

0.1,56 

0.274 

0.162 
0.272 

+ 

27-18* 

2^-  9*60' 
21f-26*30' 
2^-12*17' 
27-  8*14' 

weak 

P<v 

P>r 

Gypsum 

monocl. 

1.520 

1.523 

1.530 

0.010 

0.007 

0.003 

2F-68* 

strong 

P>T 

Eudidymite 

monocl. 

1.545 

1.546 

1.651 

0.006 

0.005 

0.001 

+ 

2F-29*65' 



1  Twinning    common.       '  Carlsbad    twinning    common.       *  Polysynthetie    twinning    hii^ly 
exceedingly  microscopic.       *  Lamellar  twinning  common.       ^  Twinning  as  in  orthoclaae.     "  Often  in 
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MiNBRAiA  {Continued). 


Optical  Orientation. 


X||6.  ZAc-43'54' 


A'lla.  y||6.  Z\\e 

Zlk  Y\\e,  Z\\b 

X\\b,  r  Ac- 16**  30'  in  obt  Z  ff 

ir||6.X||(001).or 

.Z\\b.X±i001) 

||6,  XAc,-22*>inobtZj9 
YWb.ZAC"  9"*  in  obt  Zi9 

X\\b,  Zt^a''  16'-30»  in  obt.  Z  ^ 

ZJI*.  JirAo-60*»  in  obt.  Z  i9 
r|16.  XAa-0"-l(y»  in  obt.  Z  $ 

Y\\h,  ZAc-20*-26°  in  acute  Z  ^ 

Z||6.  XAc-17*»inobt.  Z^ 


i 


Color. 


colorless,  reddish  brownish 


colorless,  yellowisL 
colorless 


Zjlfc,XAc--75*»4' 


ext.  on  (OOl)-O*;  ert.  on  (010)- 

JL.KP       +A^ 

ext.  on  (001) -+!«•; 

ext.  on  (010)- +5^  +6« 
ext.  on  (001) -0"; 

ext.  on  (010)-  +6*,  +6* 
ext.  on  (001)-  +l^  +6'»; 

ext.  on  (010)- +6*.  +10** 

ext.  on  (001)-  +4*  30'.  +3^ 
ext.  on  (010)-  4-19«».  +12* 

ext.  on  (001)-  +2*  40',  +1*»: 
ext.  on  (010) -11*  33'.  +4*  W 

ext.  on  (001)-  +1".  -6"  10' 
ext.  on  (010)-  +4'  3«'.  -1«** 

ext.  on  (001)- -6»  10'.  -17*  64'; 
ext.  on  (610)-  - 10^.  -39^  28' 

ext.  on  (001)- -24"  J56'.  -37*: 
ex*,  on  (010)-  -32**  88',  -'38' 

ext.  en  (001)--4».5  to  -6r  on 
(010)  -  -  2*.6  to  - 1 1".     Z  nearly 

J;  (010);  K»earlyX(OOl) 


Y 
Y 
Y 
Y 


6,  XAo-  +2«»  in  obt.  Z/J 
6.  XAa-  - 2»,  -6°  in  obt.  Z  ^ 
6,  jrAa--18«inobt.  Z^ 
6,  JirAc--62«inobt.  Z/f 


X\\e,  nio.  Zllft 


yil*.  (Xllfr),  ZAe-21*»  in  acute  Z^ 


XI16.  rila.  Zi|6 

the  same 

Xllc  Kl|6,  Z\\a 
tiiesame 
the  same 


y|I6,  ZAc-62*»  in  obt.  Z^ 


nifc.  XorZAc-68*30' 


Pleochroism. 


colorleos,  neddish.  crp<>nish 


ooiorleof 


•  I 


II 


•  • 


•  I 


•  « 


colorless,  bluish,  yellowish 


oolorleflB 


colorlefls 

colorless,  pink 
colorless,  yellowish 
ooIorlesB.  greenish «  yellowLsh 
colorless,  bluish,  greenish 


colorless 


colorless 


wanting  or  weak:  Y>Z>X 


devekroed.       « Twinning  as  in  orthoclase.       >  Polysynthetic  twinning  as  in   mierocline,  often 
croond  twins,  and  with  hunellar  twinning. 
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TABLES. 


OmcALLT  Biaxial 


1 

Name.              ^  System. 

^ 

r 

r—a 

r-0 

3-a 

Opt. 
Char 

Opt.  Angle. 

Disp. 

Epidi<iymit<»                      ortho. 

1.5651   1.500 

1.560 

0.004 

0.tX)0 
0.020 

0.000 

0.004 

2V'  =  3r    4' 

o>r 

Bpryll.Mjitc                         ortho. 
Henierile 

1.552    1.558 
1.592    1.612 

1.561 
1.621 

0.003 
0.000 

0.006 
0.020 

2V  =  67''34' 
2V'=74**16' 

ji»<p 

Anhydrite 

ortho. 

1.570    1.576 

1.614 

0.044 

0.033 
0.040 

0.085 

0.033 

0.044 

floovit 
tite 

0.038 

0.006 

+ 

2E  =  7l° 

P<r 

Mica. 
Muscovite 

Lepidolite 

Biotite 

•  • 

•  • 

Phk>gopite 

Paragonite 
Zinnwaldite 

monocl. 

t  4 
i  t 
•  • 

monocl. 
•  • 

1.557 
1.560 

1.504 

1.541 
1.586 
1.562 

very 
very 

1.587 
1.503 

1.507 
1.580 

1.606 

similar 
similar 

1.500 
1.600 

1.605 

1.580 

1.574 

1.606 

tomu 
to  bio 

0.003 
0.016 

0.008 
0.000 

0.000 
e 

0.030 
0.033 

0.085 

0.044 

— 

2r=40"-44'' 
2£:=64*»-72* 

2£?=57«-84° 
2fi-0**-40*' 

2E=0°-40r 

weak 

P>v 

weak 
weak 

P<V 

Kaolinite 

monocl.  I 

■ 

1.555 

0.008 

app. 

— 

— 

2F=0**-00* 

Chlorite. 
Clinochlore 

Penninite  > 

Kammererite 
Ck>rundophiHte 

monocl. 
<  • 

•  • 

•  1 

1.585 
1.576 

1.607 

1.586 
1.607 

1.505 
1.577 

1.613 

0.010 
0.001 

0.006 

0.000 
(occ.O 

0.001 
-003) 

+ 
± 

+ 
+ 

+ 

+ 

+ 
+ 

• 

+ 

2V-51' 

2F=0°-61» 

2r-0°-20'' 
2V«46°40' 

p<v 

Serpentine. 
Antigorite 

IddiDgsite 

Chrysotile 

?raonocl. 

ortho.  (?) 

1.660 
1.490 

1.570 
1.502 
weak 

n-1.54 

1.571 
1.511 

0.011 
0.021 
str'ng 

0.013 

0.001 
0.000 

0.010 
0.012 

2i?-=16*-98' 

small 
2J5- 16^-50° 

P<V 

Talc 

ortho.  (?) 

1.5.39 

1.580 

1.580 

0.050 

0.000 

0.050 

2J?-6''H«)* 

P>v 

Bertraodite 

ortho. 

— 

1.560 

— 

— 

— 

— 

2 V- 74' 51' 

P<v 

Amblygonite 

tricl. 

1.578 

1.503 

1.507 

0.010 

0.004 

0.015 

2J?- 86*21' 

P>v 

Calamine 

ortiio. 

1.614 

1.617 

1.636 

0.022 

0.010 

0.003 

2F«46*    0' 

P>v  . 

Grandidierite 

ortho.  (?) 

1.602 

1.636 

1.638 

0.036 

0.002 

0.034 

2E-40* 

strong 

P>v 

Lasulite 

monocl. 

1.603 

1.632 

1.630 

0.036 

0.007 

0.020 

2S-  ISd^app. 

P<v 

Topac 

ortiio. 

1.607 
1.629 

1.610 
1.631 

1.618 
1.637 

0.011 
0.008 

0.008 
0.006 

0.003 
0.002 

2F«66*app. 
2F-40*37' 

P>V 

Carpholite 

monocl. 

n 

=  1.627 

— 

0.022 

— 

— 

2F-60*app. 

— 

Prehnite 

ortho. 

1.616 

1.626 

1.640 

0.033 

0.023 

0.010 

2F-60* 

'$' 

Datolite 

monocl. 

1.626 

1.653 

1.660 

0.044 

0.016 

0.028 

27=74* 

p<n 

Homilite 

monocl. 

1.715 

1.726 

1.738 

0.023 

— 

— 

27-70*  59' 

P>V 

Danburite 

ortho. 

1.632 

1.634 

1.636 

1.643 

1.682 
1.720 

0.004 

0.002 

0.002 

0.006 

0.001 
0.006 

27^-87*37' 
27v-00*56' 

P<v 

AndaluHite 

Sillimanite 
Cyanite 

ortho. 

*  t 
triol. 

1.632 

1.660 
1.717 

1.638 

1.661 
1.722 

0.011 

0.022 
0.012 

0.005 

0.021 
0.007 

27-84*    t 

27-20*-31* 
27-82* 

P>v 

P>9 

1  Aboormal  interference  oolorB  frequent. 
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Minerals  (Continued), 


Optical  Orientation. 

Color. 

Plcochroism. 

XII6,  Y\\c,  Z\\a 

colorless 

A'i'c,  y 

A'l.c.  Y\ 

a,  Z\\b 
a,  Z\\a 

colorless,  yellowish 
colorless,  yellowish,  greenish 

X\\c,  Y\\b.  Z\\a 

colorless 

li 

< 

1 

r  i.  (001)  or  S**  to  normal  to  (001), 
plane  of  opt.  axes  normal  to  (010) 

ike  mufloovite 

r  Z||6,  plane  of  opt.  axes  normal  to 
(010).  anomite; 
y  ||6,  plane  of  opt.  axes  parallel  to 
(010),  meroxene 

^  16,  plane  of  opt.  axes  parallel  to 
(010) 

colorless,  greenish,  yellowish 
colorless,  reddish 

colorless,  yellowish,  brownish 

colorless,  greenish,  yellowish 
colorless.yellowish ,  red-brown 

wanting  or  weak 
strong:  Z>Y>X 

weak:  Z<Y<X 

wanting  or  weak 
strong:  Z>Y>X 

Z\\b,  XAc='20'»  in  acute  Z;9 

colorless 

yi|6,  ZAc-=2*  to  8*»  in  acute  ZyS 

yi!6,  Z  (orX)Ac-0« 
•  t                   It 

green 

red,  violet 
green 

X,  y,  green;  Z,  yeUowish 
•  i                          «« 

X,  y,  violet,  bluish:  Z.  red 
X,  y,  green;  Z,  yellowish 

X  normal  to  laminae 
X  \a,  Y\\b,  Z\\c 
X  16.  Y\  a,  Z\  c 

colorless,  yellowish,  greenish 
orange,  red,  brownish  red 
colorless,  green,  yellowish 

wanting  or  faint,  as  in  chlorite 

X,  brownish  red,  orange; 
y,  Z,  orange,  yellow 

X  [c.  F||a.  Z\\b 

colorless 

xiic  yi  6.  ziio 

colorless,  yellowish 

colorless,    greenish,    bluish, 
yellowish 

:y||fr.  yii 

X  a,  y|| 

a,  Zllc 

colorless,  bluish,  yellowish 

C.ZI6 

blue-green 

X,    blue-green;     Y,    colorless; 
li^t  bluish  green 

y  16.  XAc-g**  30'  in  acute  Z  ^ 

colorless,  blue 

X,  cok>rles8;   Y^Z,  blue 

X  la,  y||6,  Zllc 

colorless 

A'116,  ZAc-a^-S** 

colorless,  greenish  yellow 

X'-Y,  pale  yellowish  green;  Z, 
colorless 

X\\a.  y||6.  Zllc 

colorless 

y||6.  ZAc-l'-l*'  in  acute  Z)9 

colorless 

X  nearly  ±(100): 

y  almost  lie  Z|  16 

black,  brownish  red,  brown- 
ish yellow,  bluish  green 

strong:   Y>X>Z 

Jnj6.  y||c.  Zlla 

colorless,  yellowish 

X\\c,  y|I6,  Zlla 

Jirila.  y|!6.  Z\\c 

X  almost  normal  to  ClOO),  plane  of 
opt.axes  incUned  ^  toKlOOXOlO) 

colorless,  reddish 

colorless,  vellowish 
colorless,  blue 

X,  pink;     Y^Z,   ooforleas  to 
greenim 

weak;    between  colorless  and 
blue 
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Opttcallt  Biaxial 


Name. 

System. 

a 

? 

r 

r-a 

r-fi 

a- a 

Opt. 
Char 

+ 

Opt.  Ancle. 

Diap. 

Baritc 

ortho. 

1.636 

1.637 

1.648 

0.012 

0.011 

0.001 

2V  -37«  28' 

Celestite 
Anglesito 

•  • 

1.622 
1.877 

1.624 
1.882 

1.631 
1.894 

0.000 
0.017 

0.007 
0.012 

0.002 
0.006 

+ 
+ 

1     M» 

2V  -51»  12* 
2Kx-75'24' 

Dumorti'^rite 

ortho. 

1.678 

1.686 

1.689 

0.011 

0.003 

0.008 

2F-30' 

'^ 

Amphibole. 

Anthophyllite 

ortho. 

1.620 

1.630 

1.640 

0.011 

0.010 

0.001 

± 

27x-90"4' 

.<. 

Gedrite 
Tremolite 

•  ■ 

Actinolito 
GrOnerite 

•  * 

moBooL 

t  • 

1.633 
1.623 
1.509 
1.607 
1.600 
1.611 

1.642 
1.636 
1.612 
1.623 
1.616 
1.627 
n-1.73 

1.667 
1.644 
1.624 
1.634 
1.628 
1.636 

|0.024 
0.021 
0.025 
0.027 
0.028 
0.025 
(0.30 

0.015 
0.008 
0.012 
0.011 
0.012 
0.009 
-.056 

0.009 
0.013 
0.018 
0.016 
0.016 
0.016 
) 

+ 

2F'-96'6' 

2K-78" 

2V-83'62' 

2K-80'-88' 

2K-80» 

2F-50» 

f<9 

Glauoophane 

tt 

1.621 

1.618 

1.639 

0.018 

0.001 

0.017 

— 

2K-42" 

Gastaldite 

Pargamto 

Common  homblende 

Horetite 

Basaltic  hornblende 

14 

•  • 
4  4 

•  t 
1  4 

1.640 
1.618 
1.629 
1.640 
1.663 
1.680 

1.656 
1.620 
1.642 
1.643 
1.676 
1.726 

1.639 
1.663 
1.656 
1.686 
1.762 

(0.01 
0.019 
0.024 
0.016 
0.023 
0.072 

8-0.0 
0.012 
0.011 
0.013 
0.010 
0.027 

24) 

0.007 

0.013 

0.008 

0.013 

0.045 

+ 
4- 

2 1^  a.  440 

2F-62»-60» 

2K-63''-«6« 

4  i 

2F-82°-9tf' 

2V-6r»-80* 



Barke\'ik]te 
Katoforite 

1  4 

1.687 

1.707 

1.708 

0.021 
Sma 

0.001 
11 

0.020 

2F8raan 

#>» 

Axfvwfaonitei 

■lOBOcL 

— 

hich 

— 

vai> 

MBaU 

— 

2KlanPB 



Riebeekito 

••  < 

1.687 

—  > 

1.687 

0.0^ 

^^i» 

— 

— 



CroddoUte 

•  • 

— 

0.025 

— 

+ 

2£-90* 



Cro08itei 

•  « 

1 



very 

small 

— 

2rui«B 



Haatincrit*! 

•  • 

— 

— 

* 

1 

*" 

2J7-30"-45* 



iEnigmatite 

trid. 

1.80 

^~*' 

0.006 

*"^ 

^■^ 

+ 

2jr-60*aM». 

0<9 

Rnatattte 
Broniite 

ortlio. 

•  « 

1.666 
1.665 

1.650 
1.660 

1.665 
1.674 

0.009 
0.009 

0.006 
0.005 

0.003 
0.004 

+ 
+ 

2F-.70* 
2K-80* 

P<9 

HypentiwDa 

•• 

1.602 

1.702 

1.706 

0.013 

0.003 

0.010 

— 

2r-73*-82<* 

P>V 

•« 
Diopaidei 

Hedenbeisite 
Au^te  ^ 

moBod. 

it 

•• 
•  • 

«4 

1.716 
1.671 
1.609 
1.732 
1.670 
1.712 

1.678 
1.706 
1.737 
1.681 
1.717 

1.727 
1.700 
1.727 
1.751 
1.703 
1.783 

o.on 

0.020 
0.028 
0.019 
0.024 
0  021 

0.022 
0.021 
0.014 
0.022 
0.016 

0.007 
0.007 
0.006 
0  003 

+ 
+ 
+ 

2F-59" 
«F-61*-^ 

.£girite-ai]gite  > 

•  • 

1.680 

1.687 

1.709 

0.029 

0.022  0.007 

+ 

— 

— 

iGgirite  > 
Aomite 

•  • 

•  • 

1.763 
1.765 

1.799 
1.803 

1.813 
1.820 

0.050 
0  055 

0.014 

0.036 

— 

2V-62» 
27-67« 

P>9 

Jadeite 
8poduroeii0 

•  • 

1.661 
1.660 

1.654 
1.669 
1.666 

1.677 
1.676 

0.029 
0.026 
0.016 

0.008 
0.010 

9.018 
O.OOQ 

+ 
+ 

3K-70» 
2K-64'»-60» 

P<9 
0<9 

1  Twinninc  common. 
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Minerals  (C<mHnued). 


Optieal  Orientation. 


X\\c,  Y\\b,  Z\\a 

the  name 
the  same 


X!k  y|16.  Z\\a 


X\\a,  Y\\b,  Z\\c 

y||6,  ZAc-15°,  18*  in  obt.  Z^ 
r|I6,  ZAc-15^  18«  in  obt.  Z0 
Y\\b,  ZAc-ll»,  16«  in  obt.  Z/1 
Y\\b,  ZAc-3',  11*  in  obt.  jlfi 


y 

y 

Y\ 


b,  ZAc— O**  in  obt.  Z;9 

6,  ZAc-18°,  27°  in  obt.  Z./? 

b,  ZAc-12*.  20"  in  obt.  Z  ? 


YWb,  ZAc-17'inobt.  Z^ 
y||6,  ZAc-  0°,  10"  in  obt.    Z,? 

yi'h.  ZAc=-0°,    14"  in  obt.  Ifi 
Y\%  ZAc- 31°.  58°  in  obt.  Z  ^ 

r  n  6,  Jr Ac- 10«,  18°  in  acute  Zi» 

r  II 6,  JCAc-  1°.  8°  in  acute  Z^ 

ril6,XAc-18°  20°  in  acute  Zi» 

Z  II  6,  yAc-20°,  30°  in  obt.  1$ 

Y I  6,  ZAc -24°  30°  in  obt.  If 

ZAe'-45*  app.  in  obt.  /.B\  plane 
of  opt.  axes  nearly  parallel  to  (010) 


Color. 


oolorleoe,  yellowish,  blue,  red. 

brown 
colorless,  bluish,  reddish 
colorless,  yellowish,  bluish, 

greenish 


blue,     brownish,     creenish, 
colorless 


colorless,  yellowish,  brown- 
ish, greenish 

do. 

colorless 
colorless,  green 

colorless,  brown 

blue,  violet,  yellowish  green, 
colorless 

do. 
green 
green,  brownish  green 

brown 


red,  brown,  green 

blue,   green-blue,  lavender, 

violet,  brownish 
blue,  green,  yellowish 

blue,  violet,  greenish 

blue,  greenish 

blue,  green 

reddish  brown 


Pleochroism. 


strong;   X,  blue;    y,  yellowish, 
violet,  greenish ;  Z.  colorless 


X,  yellowish,  greenish;  Y, 
brown,  reddish;  Z,  yellowish, 
brownish 

do. 


X,  yellowish;   y,  yellowish;  Z, 

green 
X,  colorless;    y,  colorless;    Z, 

light  brown 
X,  pale  yellowish,  bluish  green; 

y,  violet;  Z,  blue 
do. 
greens  and  yellows;  Z^Y>X 

«k  AA  A&  M.    M. 


bro^s.  yellows  (and  greenish); 
Z^Y>X 

do. 
variable;  Y>Z>X 

variable*  X>  Y>  Z 

X,  deep  blue:  Y,  lighter  blue; 

Z,  yellowish  green 
X,  blue,  green;    Y,  violet;   Z. 

violet  to  colorless 
X,  colorless,  greenish  yeUow; 

y,  Uue;  Z,  violet 
X,  yellowish  green;    Y,  deep 

blue-green  ;Z^Y 
X,  clear  red-brown;    y,   deep 

chestnut-brown;    Z,  hrown« 

black 


X 11  a.  y  II  b,  ZJ  c 
or  X lift',  yila'.ZU* 


Y  i!  6,  ZAc-  88°  -45°  in  obtuse  Zfi 

Y  \\  b.  ZAc -47°  in  obtuse  Z^ 

y  11  6,  ZAc-38°-52°  in  obtuse  Z0 

Y II  6,  XAc-6°-38°  in  acute  Z/J 

y  II  6,  XAc-2°-5°  in  acute  Z$ 

Y  11  b,  XAc-5°-«°  in  acute  Zff 

y||6,  ZAc-33° 

y  H  b,  ZAc-23°-26°  in  obtuse  Z0 


colorless 

colorless,  s^llowish,  reddish 

colorless,  yellowish,  greenish, 
reddish 

colorless,  greenish 

greenish 

pale  green,  brownish,  reddish 

violet  (yellowish) 

green,  yellow 

strong  green,  yellow,  brown 
brown,  yellow 

colorless 
colorless 


X,  yellowish:  y,  yellowish:  Z, 
greenish 

X,  llkht  red,  brownish;  Y,  red- 
dish yellow;  Z,  green 

* 

wanting 

wanting  or  weak 

wanting  in  paler  varieties ;  weak 
in  more  strongly  colored  va- 
rieties 

X,  grass-green*  Y,  light  greeiL* 
Z,  yellow  to  brownish 
do. 

X,  brown;  Y,  light  brown;  Z, 
greenish  yellow 


1 
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Opticaixt  Biaxiajl 


Name. 

1 
System. 

m 

^ 

1            ' 

3-« 

Opt. 
Char 

Opt.  Ancle. 

Dap. 

Pyroxene,  eont. 
Laveoitc  ■ 

Wdhlerite  > 
RosenbuBchite 
PectoUte 
WolIastoDite 
Hjortdahlite  * 

roonod. 

4  • 

•  t 
»  • 

tricl. 
tricl. 

1.700 
1.683 
1.605 
1.621 

1.750 

1.716 
1.688 
1.606 
1.633 
1.69  ap 

—    0.030     —        — 

1.726  0.026  0.010  0.016 
1 .712  0.029  0.024  0.005 
1.633  0.038  0.027  0.011 
1.635  0.014  0.002  0.012 
p.         0.012   app.      — 

+ 
+ 

2V-80*» 

2V*-78« 
2F-58* 
2r-60' 
2V-40* 
2£  large 

Haioite 

n  — 

1.7     ap  p. 

0.012 

app. 

^■^^ 

2£laigc 

P>r 

Khodooite 

tricl. 

—       1.73         — 

0.011 

— 

' — 

2V-76'  vr 

/»<^r 

Trimerite 

tricl. 

1.715    1.720 

1.725 

0.010 

0.005 

0.005 

2K-83"29' 

— 

Monticellite 

Forsterite 

Olivine 

•  ft 

•  t 

Hortonolite 
Fayalite 
Titanolivine  • 

ortho. 
•  • 

ft  • 

(?) 

1.650 
1.640 
1.653 
1.661 

1.768 
1.824 
1.669 

1.662 
1.661 
1.670 
1.678 
1.692 
1.791 
1.864 
1.678 

1.668 
1.680 
1.689 
1.697 

1.803 
1.874 
1.702 

0.018 
0.040 
0.036 
0.036 

0.035 
0.050 
0.033 

0.006 
0.019 
0.019 
0.019 

0.012 
0.010 
0.024 

0.012 
0.021 
0.017 
0.017 

0.023 
0.040 
0.009 

+ 
4- 

+ 

+ 

+ 

+ 
+ 

+ 
+ 
+ 

+ 

+ 
+ 

+ 
+ 

(rk) 
(  +  ) 

(  +  ) 

(-) 

2V-37.5' 

2V-86** 

2K-86°-89' 

2K-89.5° 
2V'-69*» 
2V-60* 
2V'-62« 

Huznite  ' 

Chondrodite  > 

• « 

riinohumit4» » 

ortho. 
monocl. 

4   4 

1.607 

1.645 
1.661 

1.665 

1.643 

1.619 

1.659 
1.670 

—  ( 
1.639 

0.028 
0.032 

-0.03 
0.020 

2) 
0.012 

2V'-68» 
2V-80* 

2V-76''.5 

Mosandrite  * 
Johnstnipite 
Rinkite « 

monocl. 
•  • 

4   4 

1.649 
1.666 

1.668 

1.658 
1,673 

0.013 
0.012 

0.009 
0.007 

0.004 
0.005 

0.003 

2V-70'»-74*' 
68«-71« 

2«=78*app. 

strong 
P>r 

#>• 

strong 

p<V 

lAWHonitc  1 

ortho. 

1.665 

1.669 

1.680 

0.015 

0.011 

0.004 

2V-84* 

^^^ 

Kornerupine 
(Priamatino) 

ortho. 

1.669 

1.680 

■ 

1.682 

0.013 

0.002 

0.011 

2V-3r.5pr. 
2lf=32«.6- 
14«»  ko. 

P  >f 

Axiuite 

tricl. 

• 

1.685 

1.692 

1.695 

0.010 

0.003 
0.030 

0.006 
0.004 

0.008 
0.005 
0.005 
0.014 

0.J048 
-0.03 

0.007 

2E-72" 

P<r 

Asstrophyllite 

ortho. 

• 

1.678 

1.703 

1.733 

0.055 

0.006 
0.006 

0.010 
0.010 
0.010 
0.037 

0.061 
0.0(K) 

0.025 

2£:=160*' 

P>r 

Epifiote  Group. 
/x)iinte  • 

•  • 

Thulite 

ClinoBoisite  » 

ft  ft 

Epidote 

Piedmontite 
Allanite 

ortho. 

•  ft 

A  ft 

monocl. 

4  4 

•  t 

4  4 

•  4 

1.696 

1.7(K) 

1.714 
1.724 
1.724 
1.731 

1.758 

1.696 
1.702 

1.716 
1.729 
1.729 
1.754 

1.771 
1.682 

1.702 
1.706 

1.724 
1.734 
1.734 
1.768 

1.819 

—  ( 

0.000 
0.002 

0.002 
0.005 
0.005 
0.005 

0.013 

2) 

2K-0°-60* 

2V-0*'-^)' 

2r-82*'-89' 

2V-73*-88*' 

2r-89*-90« 
variable 

strong 

P<r 
P<v 

P>r 

Dia5*pore 

ortho. 

1.702 

1.722 

1.750 

0.048 

0.028 

0.020 

2V-84''-85* 

P<r 

Sapphiriuo 

monocl. 

1.705 

1.709 

1.711 

0.006 

0.002 

0.004 

2V-e9'» 

0<V 

St*renciihit<*  • 

1     tricl. 

— 

1   7  n-         — 

we'ak 

(  +  ) 

2Vlar|ce 

— 

>  Twinning  common.       *  Polysyathetic  twinning.        '  Lamellar  twinning  common. 
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Minerals  (Continued). 


Optical  Orientotion. 

Color. 

Fleochroism. 

1 

y!t6.  JCAc-20°inacute  Z^ 

Z\ib,  X'Ac=43°  in  acute  Zi9 
X\\b,  Zac- 12^-14°  in  acute  /!$ 
Z\\b,  KAc»0°app. 
r||6.  ;fAc-32*'in  acute  Z/J 
ext.  angle  YAc  on  (001)  =  26°,  on 
(010)-16i° 

yellow 

yellow 

colorless,  greenish  yellow 

colorless 

colorless 

colorless,  yellow 

X,  pale  wine-yellow;  y.yellow- 

iflh ;  Z,  orange  to  red-brown 
weak;  Z>Y'^X 

weak:  Z>Y>X 

est.  angle  on  (100)  0°,  on  (010)  4? 
measured  from  c  in  plane  ±  c  16.5° 
to  trace  of  (100)     . 

colorless,  yellow 

weak:  Z>Y>X 

colorless,  pinkish,  greenish, 
yellowish 

colorless,  yellowish  red 

A'! 

A' 
-Y| 
A': 

A'l 
Al 

z\ 

16,  y 
i6.  y 
6.  y 
6,  y 

6.  y 
6.  y 

6 

^•1 

c.  Z 

c.  z 

c,  Z 
c,  Z 

a 
a 
a 
a 

a 
a 

colorless 
colorless 
colorless,  yellowish,  greenish 

yellow,  greenish 
colorless,  yellowish 
yellow,  red 

wanting 

wanting  or  weak 

A,  red;   Y  =  Z,  light  yellow 

AI6,  Y\\c,Z\\a 
Z\\b,  Aac-26°-30° 

Z1I5,  XAc-   7°-12°.5 

colorless,  yellowish 
yellow,  brownish,  reddirii 

<  <                         •  •                          •  a 

weak 

X,  yeltows;   Y-'Z,  light  yellow 
to  ook>rles8 

do. 

F||6,  XAc=2° 

Y\\b 

Al|6.  yAc-7°.6inacute  Z/9 

yellowish,  cobrless 
• «                i  • 

« t                            it 

Z>Y>X 

Alia,  KII6,  Z\\e 

colorless,  light  blue 

wanting  or  weak 

Allc.  y  a.  Z||6 

colorless,  yellowish 

very  weak 

. 

colorless,  yellowish,  brown- 
ish violet 

A'||6,  yilc  Z\\a 

yellow 

X,  yeUow,  red;    Y,  orange;   Z, 
lemon-yellow 

X\ 
A| 

Y\ 
Y\ 

Y 
Y 

c,  y||6,  Zlk,  or 
6.  y|k,  Z  la 

16,  XAf=2°-3°  in  obtuse   Z;? 
16,  AAc«2°-3°  in  acute   Z,9 

16,  AAc-5°-7°  in  acute  Z,9 
16,  AAc«22°-47°  in  acute   Z/? 

colorless 

red,  yellow 

colorless,  reddish 

colorless,  yellow  green, 
brownish 

red,  yellow,  colorless 
brown 

X,  light  rose  to  colorless;    y, 

deep  rose;  Z,  yellow 
weak 

X,  colorless,  yellowish,  green- 
ish- y,  yellowish  green,  lav- 
ender; Z,  green,  light  yeK> 
lowish  brown 

X,  orange;  Y,  pink;  Z,  red 

Z>Y>X 

Allc,  y||6,  Z\\a 

colorless,  brownish 

y|16,  Z||Ac-8°.5inacute   Z^ 

colorless,  bluish,  greenish 

X,  colorless,  light  greenish  blue; 
Y^Z,  blue,  or  greenish  blue 
Y>Z 

1 

colorless,  blue,  greenish 

strong 

*  Twinning  frequent.       *  Abnormal  interference  colors.      '  Lamellar  twinning. 
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Opticallt  Biaxial 


Name. 

Siratem. 

a 

fi 

7 

7-a 

y-0 

fi-^ 

Opt. 
Cha. 

+ 

Opt.  Angle. 

Disp. 

Homilite 

monoel.. 

1.716 

1.725 

1.738 

0.023 

0.013 

0.010 

2V  -79"  59' 

*>» 

Triploidite 

monocl. 

1.725 

1.726 

1.730 

0.005 

0.004 

0.001 

+ 

2  V  moderate 

P>» 

StauroLite  i 

ortho. 

1.736 

1.741 

1.746 

0.010 

0.005 

0.005 

(+) 

2K-89' 

w«ak 

P>9 

Chloritoid 

Ottrelita 

Siamondine 

moDod. 

•  < 

« • 

— 

1.77 
1.741 

— 

0.016 

— 

(-I-) 

2.9-100-118 
variable 

-5- 
!»>• 

Chryaoberyl 

ortho. 

1.747 

1.748 

1.757 

0.010 

0.009 

0.001 

+ 

2F-45»20' 

P>v 

Monante 

monocl: 

1.796 

1.796 

1.841 

0.045 

0.045 

0.000 

(+) 

2B  -22<>-36<> 

!»<• 

Gadoliaite 

monocl. 

1.780 

— 

1.785 

0.005 

— 

+ 

2V-85»28' 

Hanoockite 

monocl. 

1.788 

1.81 

1.830 

0.042 

0.020 

0.022 

+ 

2F-50* 

P>9 

Cerite 

ortho. 

1.817 

1.817 

1.821 

0.004 

0.004 

0.000 

2V-25'> 

P<» 

Dvaite(Lievrite)> 

ortho. 

— 

1.89 

— 

— 

— 

(+) 
(+) 

2£-60»and 
variable 

Titanite  * 
1  • 

monocl. 

1.887 
1.913 

1.894 
1.921 

2.009 
2.054 

0.122 
0.141 

0.115 
0.138 

0.007 
0.008 

2F-27«> 

>» 

Keilhauite 

monocl. 

1.915 

1.935 

2.03 

0.115 

0.095 

0.020 

+ 

!»>• 

Yttrotantalit« 

Samarskite 

Hielmite 

ortho. 

i  ( 

n 
n-2 
2.30 

-2.15 
.10  to  2 

.25 
2.40 

0.10 

2r  small 

Baddeleyite 

monocl. 

2.13 

2.19 

2.20 

0.07 

0.01 

0.06 

2F-30» 

P>» 

Aeachenite 
Polymisnite 
Euxenite 
Polycrase 

ortho. 

•  > 
1 1 

n 
n 
n 
n 

-2.26 
-2.22 
-2.24 
-1.70 

Goethite 
Turgite 
Limonite . 

ortho. 

2.21 

2.50 
2.19 

2.35 
2.60 
2.31 

2.35 
2.60 
2.33 

0.14 
0.10 
0.14 

0.00 
0.00 
0.02 

0.14 
0.10 
0.12 

+ 

2«-67«42' 
2V  amall 
2V  moderate 

P>9 

Brookite  * 

ortho. 

2.583 

2.586 

2.741 

0.158 

0.155 

0.003 

(+) 

(+) 
(-) 

2.S»0<'-55 

Strong 
P>» 

Paeudobrookite 

•  1 

2.38 

— 

2.42 

0.04 

— 

2^-84*.5 

P<» 

Goethite  • 

ortho. 

~^^ 

2.5  app. 

high 

2i?-68<' 

P<9 

^  Croflaed  twins.    *  Tranaparent  only  in  thinnest  eectiona.     >  Twinning  common.    *  Axes  for 
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Minerals    {Continued), 


Optical  Orientotion. 

Color. 

Pleochroism. 

X  nearly  normal  to  (100),  Y 
about]  |c 

black  to  blackish  brown 

X    bluish   green,    Y   brownish 
red,  Z  smoky  gray. 
Y>X>Z 

Jir||6.  ZAcS^  in  acute /^ 

yellow  to  reddish  brown 

faint 

X1I6.  Flla,  Z\\c 

yellow,  reddish  brown 

X  -  y,  yellow;  Z,  red 

Y\\h,  ZA  normal  to  (001)  -  12o 
Y\  b,  ZA  normal  to  (001)  - 12<» 
y||6,  ZA  normal  to  (001)  - 12« 

green,  blue,  colorless 
1 «        (I            t • 

•  t                  4  <                            1  • 

■ 

X,  olive-green;    Y,  blue;    Z, 
yellow-green,  colorless 

Xllo,  F||6,  Zllc 

green,  yellowish,  greenish 
brown 

X,  columbine  red;    Y,  orange- 
yellow;  Z,  emerald-green 

Xlt6,  ZAc-2°-6.'»6  ib  acute 
Z^orXllfc,  ZAc-a^inob- 
tuae  Zfi 

colorlesa,  yellowish 

y||6,  ZAc-4*  to  9^  alao  12«» 

black,  greenish,  to  brown 

variable 

Y  6. 

brownish  red 

1 

strong,  Z>  X 

clove  brown  to  cherry  red 

slight 

X  |6,  y  a,  Z|  c 

brown,  green 

X,  brown;   y,  brownish  yellow; 
Z,  green 

y|i6.  ZAc-Sl"  in  obtuse  Z/9 
Z  nearly  ±  to  X(102) 

colorless,  vellowish,  reddish 
brownish 

weak:  Z>y>X 

Y\\b 

brownish  black  to  gray  brown 

■ 

black,  brown,  yellow 

black 

black 

• 

Y\\b,  X  Ac  -  13*»  in  obtuae  Z0 

yellow,  brown,  black 

X  reddish  brown, 

y  oil  green,  Z  reddish  brown 

black  to  brownish  yellow 

black 

brownish  black 

black 

X 
X 

z 

b,  Zr\\c,  Zy  a 

fibers 

fibers,  Y  normal  to  cleavage 

yellowish,  reddish,  and  black- 
ish brown 
yellow 

X  light  brown,  Y  yellow  brown, 

Z  light  orange  yellow. 
Y>Z>X 

-,.     redXI|6,  Y\\c, 
^"^•blueXIc  K|16 

red,  yellow,  colorless 

weak 

Xllc  y||6.  Z  a 

red,  brownish 

weak:      Y>X''Z 

x\ 

16,red.y||a.Zllc 
blue  Y\\e,  Z\\a 

yellow,  brown 

X,    light    brown;      Y,    yellow- 
brown;  Z,  orange 

red  and  yellow  11(001),  for  green  and  blue.||(010).    'Axes  for  red  ||(100),  for  yellow  ||(010) 
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Iron  Gray 
Pale  Gray 


Pure  White 

0-OOff. 

Pale  Yellow 
Brlffht  YeUofT 

Orange  Bed 

Red 

Violet  (sensitive  tint  No.  1). 
0*010. 

Blue 
Bluish  Green 

Green 

Yellowish  Green 

0*015. 

Yellow 

Orange  Bed 

Bed 

Violet  (sensitive  tint  No.  2). 

O'OiSO. — Blue 
Bluish  Green 

Green 

Yellowish  Green 
Yellow 

0'0»5.— Rose  Red 
Reddish  Carmine 

Purplish  Carmine 

Violet  Gray  (sensitive  tint 

BlueishGray        No.  3). 

0-030.— Brownish  Green. 
Pale  Green 
Pale  Gray 


0-035. 


P* 


p.  *% 


0*040. 
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Abnormal  habits,  57 

Abnormal  interference  colors,  in  uni- 
axial crystals,  141;  in  biaxial 
crystals,  183 

Acids,  9 

Acid  properties  of  elements,  13 

Acid  salts,  10 

AcMiTE,  299,  307 

AcnNOUTE,  345,  349 

JSgirite,  299,  307 

^NIGMATITE,  346,  371 

^schenite,  503 
Akermanite,  394 
Albite,  204,  222 

AiLANlTE,  401 

Almandite,  374 
Alunite,  518 
Amblygonite,  526 
Amesite,  471 
Amici-Bertrand  lens,  152 
Amphibole  group,  345 
Amplitude  of  vibration,  98 
Analcite,  279 

Chemical  determination  of,  35 
Analyzer,  136 
Anatase,  546 
Ancudite,  484 
Andalusitb,  288 
Andesine,  205,  222 
Andradite,  374 
Anemousite,  242 
Anglesite,  514 
Anhedral,  64 
Anhydrite,  516 
Anisotropic,  100 
Ankerite,  505 
Anneroditb,  501 
Anomite,  457,  464 
Anorthite,  204,  222 
Angrthoclase,  23)1 5* 
Anthophyixite,  345 
Antigorite,  479 
Apatite,  522 
Apophyllite,  286 
Aragonite,  510 
Arfvedsonite,  346,  349 


Arsexoptrite,  583 
AsBBSTUS,  345,  349 

ASTROLITE,  484 
ASTROPHYLUTE,  488 

Atom,  2 

Atomic  weights,  3,  5 
AuGiTE,  299,  307 
AUTOMOUTE,  565 
AWARUITE,  585 

Axes  of  ciystals,  41 

Axinite,  432 

Axis  of  symmetry,  44 

Babingtonite,  344 

Baddeleyite,  549 

Bamlite,  291 

Barkevikite,  346 

Barite,  514 

Barium-orthoclase,  236 

Bases,  9 

Basic  properties  of  elements,  13 

Basic  salts,  10 

Bastite,  300 

Bastnasite,  576 

Beckelite,  447 

Becke's  method,  114 

Benitoite,  490 

Bertrand  ocular,  150 

Bertrandite,  422 

Beryl,  437 

Beryllonitb,  519 

Biaxial  crystals,  164 
Transmission  of  lighi  in,  166 
Table  of  optical  characteristics  of, 
598 

Biotite,  447 

Bipyramid  defined,  47 

Birefringence,  126 

Bisectrix,  165 

Bisphenoid,  46 

Bravaisite,  484 

Breislakite,  421 

Breunnerite,  505 

Brewsterite,  272 

Broggerite,  532 

Bromlite,  510 
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Bbonzite,  2W 
Brookite,  544 
Brucite,  573 
bucholzite,  291 
bustamite,  343 
Bytownite,  205,  222 

Calamine,  423 
Caix:tte,  505 

Chemical  determination  of,  34 
Calculation  of  formube,  7 
Calderon  ocular,  150 
Cancrinite,  264 
Cappelenite,  442 
Carbonaceous  matter,  36 
Carbonado,  586 
Carbonates,  chemical  determination  of, 

34 
Carnegieite,  242 
Carpholyte,  420 
Caryocerite,  442 
Cassiterite,  550 
Catapleiite,  440 
Celestite,  514 
Celsian,  204,  236 
Centering  of  microscope,  110 
C-enter  of  symmetry,  44 
Cerite,  424 
Cerussite,  510 
Cetlo.nite,  558,  563 
Chabazite,  277 
Chalcedony,  540 
Chalcopyrite,  581 
Chemical  analyses,  20 
Chemical  elements,  2 

Table  of,  3 
Chemical    investigation    of   rock   sec- 
tions, 31 
Chemical  molecule,  4 
Chemical  similarities  of  element&i,  13 
Chemical  tests,  32 
Chiastolite,  289 
CmoLiTE,  577 
Chlorite,  471 
Chloritoid,  467 
Chlorop.cite,  382 
Chloropal,  485 
Chlorophylltte,  412 
Chondrodite,  390 
Chondrules,  306 
Chromite,  558,  562 
Chrysoberyl,  566 
Chrysoute,  379 
Chrysotile,  479 
Classes  of  symmetry,  39 
Oeavage,  81,  201 
Cleveite,  532 
Cliptonite,  586 
Cunochlore,  471 
Clinohumite,  390 
cunozoisite,  401 


Color  of  minerals,  187,  195 

COLUICBITE,  499 

Combination  wedge,  147 
CoiOfON  garnet,  378 
Comparative  refraction,  197 
Comparator,  148 

Composition  of  simple  harmonic  mo- 
tion, 121 
Composition  of  wave  motion,  122 
Composition  plane,  66 
Conical  refraction,  171 
Conoscope,  151 

CoDStaney  of  interfaeial  an^es,  40 
Contact  twins,  66 
cordierite,  412 
corundophiltte,  472 
Corundum,  551 
CossYRiTE,  346,  371 

COUBERANITE,  268 

Coutollence's  separating  apparatus,  28 

Cristobalite,  542 

Critical  angle,  104 

Crocidoute,  346,  349 

Crossite,  351,  369 

Cryoute,  576 

Cryophylute,  452 

Crystal  classes,  48 

Ciystal  edges,  39 

Crystal  forms,  46 

Crystal  habit,  49 

Crystal  molecule,  4 

Ciystal  planes,  39 

Crystal  systems,  48 

Crystals  of '  isomorphous  compounds, 

72 
Crystallographic  axes,  41 
cumminotonite,  345,  349 
Cyanite,  291 
Cymatoute,  330 

Damourite,  463 

Danaute,  435 

Danburite,  295 

Danemorite,  350 

Datoute,  428 

De  Chaulnes's  method,  119 

Delessite,  478 

Demantoid,  377 

Density,  86 
of  isomorphous  mixtures,  90 

Determination  of  direction  of  vibra- 
tion of  plane  of  polarised  light,  149 

Determination    of   double    refraction. 
148 

Determination  of  fast  and  slow  rays, 
145 

Determination  of  index  of  refraction, 
117 

Determination    of    minerals    in    thin 
sections,  193 

Determination  of  optical  character  of 
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uniaxial  crystals,  158;   of  biaxial 

crystalB,  178 
Detennination  of  order  of  interference 

color,  145 
Determination  of  specific  gravity,  91; 

by  Jolly  balance,  92;  by  pycnom- 

eter,  93 

DiALLAGE,  299 

Diamond,  586 

DiASPORE,  570 

Diffusion  currents,  55 
Dimorphism,  19 
DiopsiDE,  298,  307 
DiPYRE,  268 
Dbpersion,  181 
Dissolution  of  crystals,  73 

DiBTHENE,  291 

Dolomite,  505 

Chemical  determination  of,  34 
Dome  defined,  46 
Double  refraction  in  calcite,  125 
Dualistic  formuke,  7 
Dumortierite,  296 
Dysanalyte,  496 
Dysluite,  565 

Edenite,  345,  349 

Elastic  deformation,  78 

Electrical  behavior  of  the  elements,  8 

Electromagnet,  29 

Eleolite,  260 

Empirical  formulse,  7 

Enstatite,  299 

Epididymite,  247 

Epidote  group,  399 

Epidote,  401 

Epistilbite,  273 

Equidimensional  crystals,  60 

Etched  figures,  74 

EucoLiTE,  439 

EUCOUTE-TITANITE,  491 
EUCRYPTITE,  264 
EUDIALYTE,  439 
EUDIDYMITE,  246 
EUDNOPHITE,  280 

Euhedral,  64 

EUXENITE,  503 

Extinction  angles,  149,  151 
Extraordinary  ray,  126 

Fayaute,  379 
Feldspar  group,  204 
Fergusonite,  498 
Fettbol,  485 

FiBROUTE,  291 

Fluocerite,  576 
Fluorite,  574 

Focus,  real,  105;  virtual,  106 
Form,  crystoUographic,  46 
Formulae,   6;    of  isomorphous  mixed 
salts,  20 


Forsterite,  379 

FoUQUfelTB,  408 

Fowlerite,  343 
Fracture,  81 
Franklinite,  561 
FucHsiTE,  463 
Fuggerite,  395 

Gadolinite,  430 
Gahnite,  558,  565 
Galena,  578 
Garnet  group,  374 
Gas-molecule,  3 
Gastaldite,  351 
Gedrite,  345 
Gehlinite,  395 
Geiki elite,  556 
Geyserite,  543 
Gibbsitr,  571 
Gieseckite,  260,  463 
Gigantoutb,  412 
Glaucolite,  268 
Glauconite,  482 
Glaucophane,"  345,  349 
Gliding  plane,  64,  80 
Gmelinite,  278 
Goethite,  572 
Gold,  586 
Graminite,  485 
Grandidierite,  417 
Graphic  texture,  69 
Graphite,  36,  588 
Graphitite,  58S 
Graphitoid,  588 
Grengisite,  382 
Grossularite,  374 
GrCnerite,  345,  349 
Gypsum,  517 

Hainite,  342 
Halos,  188 
Hancockite,  408 
Harada's  apparatus,  26 
Hardness,  84 
Harmotome,  275 
Hastingsite,  359,  369 
Hatchettolite,  496 
HaCynite,  256 

Chemical  determination  of,  35 
Heavy  solution,  25,  94 
Hedenbergite,  298,  307 
Hblvite,  434 
Hematite,  553 
Hercynite,  558,  564 
Herderite,  519 
Hessonite,  374 
Heulandite,  271 
Hexaoonite,  351 
Hielmite,  501 
Hiortdahlite,  299,  341 
Ho^ulite,  42V 


614 


INDEX. 


Hornblende,  345,  349 
hortonoute,  379 
Hour-glass  structure,  72 

HUMITE,  390 

hussaiute,  531 
Hyaute,  543 
Hyalophan'e,  205,  236 
Hydrargillite,  571 
Hydrocarbons,  589 
Hydromagnbsite,  513 
Hydronepheute,  284 
Hydrophane,  543 
Hydrophiute,  463 
Hypersthene,  299 

Ice,  569 

Iddingsite,  381 

Ilmenite,  555 

Ilvaite,  420 

Immersion  in  liquids,  117 

Inclined  illumination,  115 

Inclusions  in  crystals,  68 

Index  of  refraction,  103^ 

Index  surface,  161 

Indicatrix,  161 

Indices  of  crystal  planes,  43 

Intercepts  of  crystal  planes,  42 

Interference  colors,  140 

Interference  figure,   151;    in  uniaxial 

crystals,  200;   in  biaxial  crystals, 

173,  200 
Interference     phenomena,      198;      in 

biaxial    crystals,     171;      due    to 

absorption,  190 
Iron,  584 
Iron-Xickel,  585 
Isodimorphism,  19 
Isomorphism,  14 
Isotropic  medium,  100 
Ivaarite,  378 

Jacobsite,  558,  561 
Jadeite,  299,  307 
Jeffersonite,  299 
Johnstrupite,  486 
Jolly  balance,  92 
Josephenite,  585 

Kaersutite,  359 
Kaliophilite,  263 
Kammererite,  472 
Kaolin iTE,  483 
Katoforite,  359 
Keilhauite,  494 

KiLLINITE,  330 

Klein's  quartz  plate,  150 
KxoPiTE,  494 

KOKSHAROVITE,  259 

KoppiTE,  496 

KORNERUPINE,  418 
KOTSCHUBEYITB,  472 


Krbittonnite,  565 
Kbyptotile,  418 
Kttpbite,  513 
KuNZiTE,  329 

Labbadoritb,  205,  222 
Lamprophylute,  489 
Lapis  lazuu,  259 
Laumontite,  276 
Lavenite,  299,  331 
Lawsonite,  411 
Lazuute,  527 
Lazurite,  258 
Lenses,  105 
Lepidoute,  447 
Lepidomelake,  447 
Lepixxhiorites,  472 
Leucite,  247 
Leuchtenbergite,  472 
Leucophanite,  436 
Leucoxenb,  555 
Liebenerite,  260,  463 

LlEVRTTE,  420 

Liquid  molecule,  4 

LiTHIOPHILITE,  519 
LdLLINOITE,  583 
LUSSATITE,  540 

Luster  of  minerals.  111 
lutecite,  640 

Magxbsioferrite,  558,  561 
Maonesite,  505 

Chemical  determination  of,  34 
Magnesium,    chemical    determination 

of,  35 
Magnetite,  558 
Malacolite,  298 
Maltesite,  289 
Manganhedenbergite,  298 
Manganotantalite,  499 
Marcasite,  583 
Margarite,  466 
Margarodite,  463 
Mariolite,  266 
Masonite,  468 

Measurement  of  extinction  angles,  151 
Meionite,  266 
Melanite,  374 
Melanocerite,  442 
M  ELI  lite,  392 
Meuphanite,  435 
Mendel^efT's  law,  11 
Meroxene,  464 
Metaxite,  479 
Mica  group,  447 
Microcline,  205,  233 
Microlite,  496 
Milarite,  246 
Miller  symbols,  44 
Mineral  indicators,  25 
Mixed  crystal,  15 


INDEX. 


615 


Mixed  saltj  15 

MizeoNiTE,  266 

Molecule,  3 

Molecular  arrangBment,  53;  attrac- 
tion, 53;  strain,  70;  strength  of 
crystals,  78;  structure  of  crystals, 
38;  volumes,  89;  weights,  5 

Molybdenite,  578 

monazite,  528 

Monoclinic  amphiboles,  345,  349; 
epidotes,  401;  p3rroxene8,  298, 
307 

monrolite,  291 

monticellite,  379 

mordenite,  270 

morphotrofism,  15 

mosandrite,  486 

Muscovite,  447 

Nacrfte,  484 
Natrolite,  281 
Natrophilite,  519 
Naumann's  symbols,  44 
Nephelite,  260 
Nephrite,  345,  349 
Neptunite,  490 
Network  of  molecules,  38 
Nicol  prism,  135 
Nivenite,  532 
Nontronite,  485 
Normal  salts,  10 

Noselite,  256;    chemical  determina- 
tion of,  35 
Nuttalite,  268 

Octahedrite,  546 

Oligoclase,  205,  222 

Olivine,  379 

Opal,  543 

Optic  axes,  164 

Optical  anomalies,  184 

Optically  negative  crystals,  uniaxial, 

131;  biaxial,  165 
Optically   positive  crystats,   uniaxial, 

131;  biaxial,  165 
Ordinary  ray,  V26 
Orthite,  407 
Orthoclorites,  471 
Orthoclase,  204,  234 
Orthorhombic      amphiboles,      345; 

pyroxenes,  299 
Osteolite,  523 
Ottrblite,  467 

Paragonite,  447 
Pargasite,  345,  349 
Pashauite,  268 
Pectolite,  299,  337 
Pedion,  46 

Pegmatitic  texture,  69 
Penetration  twin,  66 


Penninite,  472 
Pentlandite,  580 
Percussion  figure,  456    . 
Periclase,  568 
Period  of  vibration,  98 
Periodic  law  of  Mendel^fT,  11 
Permanent  deformation,  79 
Pbrovskitb,  494 
Perthitb,  23S 
Petalite,  245 
Phase,  98 
Phenacite,  387 
Phillipsitb,  274 
Phlogopite,  447 
Pholerite,  484 
Phosphorite,  523 
Picotite,  558,  563 

PiCROLITB,  479 

Picrotitanite,  555 
Piedmontitb,  401 
Pinacoid  defined,  46 
Pinguite,  485 
Pinite,  412,  463 

PiNITOID,  463 

Plane  of  symmetry,  44 

Platinum,  585 

Pleochroic  halob,  188 

Pleochroism,  188 

Pi^ONASTE,  558,  563 

Poikilitic  fabric,  69 

Point  system  of  molecules,  39 

Polarization,  reflection,  refraction,  124 

Polarisation  in  anisotropic  media.  125 

Polarized  light,  121 

Polarizer,  136 

polluote,  253 

polyadelphite,  433 

polycrase,  503 

polyuthionite,  452 

Polymignite,  503 

Polypmorphism,  19 

Polysymmetry,  67 

Polysynthetic  twinning,  66 

potash-oligoclase,  235 

Prasiolite,  412 

Prehnite,  409 

Preparation  of  material  for  chemical 

analysis,  23 
Preparation   of   section   for   chemical 

investigation,  31 
Preparation  of  small  fragments,  194 
Preparation  of  thin  sections,  190 
Pressure  figure,  456 
Prism  defined,  47 
Prismatic  habit,  56 
Prismatine,  418 
Prochlorite,  472 
Pseudobrookite,  557 
Pseudosymmetry,  67 
Pitlolite,  270 
Pycnometer,  93 
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Pyramid  defined,  47 
Pyrite,  581 
Pyrochlore,  496 
Pyrope,  374 
Pyrophanite,  556 
Pyroxene  group,  298 

Pl-RRHITE,  496 

Pyrrhotite,  580 

Quartz,  534 

quartzin,  540 

Quartz  plate,  149 

Quartz  wedges,  142;  use  of,  145 

Radical,  10 

Ranite,  284 

Rationality  of  the  indices,  40 

Ray  of  light,  100 

Rectorite,  484 

Reflection,  100 

Refraction,     102,     106;     in    uniaxial 

crystals,  132 
Relative  values  of  indicc^s  of  refraction, 

114 
Retgers  solution,  06 
Rhodochrosite,  505 
Rhodonite,  343 
RhOnitb,  373 
Riebeckite,  346,  349 
Rinkite,  486 
Roeppbrite,  379 
rosenbuschite,  299,  336 
Rotary  polarization,  160 
Rounded  crystals,  61 
Ruby,  552 
RuTiLB,  547 

Sagenitb,  548 

Salite,  298 

Salmi TE,  468 

Salts,  9 

Samarskite,  501 

Sapphire,  552 

Sapphirine,  419 

Saussuritb,  207 

Scale  of  hardness,  85 

ScAPOLiTE  group,  266 

Scheelite,  533 

Schefperite,  299,  307 

Schiller,  305 

Schorlomite,  374 

ScoLEaTE,  280 

Segmental  structure,  72 

Selenite,  plate,  148 

Sensitive  tint,  149 

Separation  by  chemical  means,  29; 
by  electromagnet,  29;  by  heavy 
solutions,  25;  of  the  carbonates, 
34;  of  the  sodalitcs,  35 

Serendibite,  433 

Seriote,  206,  463 


Serpentine,  478 

SiDEHiTE,  505;  chemical  determina- 
tion of,  35 

SlUCEOUS  SINTER,  544 
SiLUMANITE,  290 

Simple  harmonic  motion,  98 

SlPYUTB,  499 
SiSMONDINE,  467 
SKOQBdLITE,  499 

Smaragdite,  345,  349 
Smithsonite,  505 

SoDALiTE,  254;  chemical  determina- 
tion of,  35 

SODA-MICROLINE,  205,  235 
SODA-ORTHOCLASE,  205,  235 

Solution  planes,  77 
Sonstadt  solution,  96 

SORETITE,  359 
SOUBSITB,  585 

Specific   gravity,    86;    separation    by 

means  of,  25 
Spbssartite,  374 
Sphalerite,  579 
Sphenoid  defined,  46 
Spinel,  558,  563 
Spinel  group,  558 
Spodumene,  299,  329 
Staurolite,  415 
Stilbite,  275 

Strength  of  double  refraction,  144 
Srontianite,  510 
Structural  formuls,  7 
Subhedral,  64 
Surface  tension,  50 
Symbols  of  crystal  planes,  43 
Symmetry,  44 

SZECHBNYITE,  351 

Table  of  chemical  elements,  5,  12; 
of  optical  characters,  591;  of 
isotropic  minerals,  593;  of  uni- 
axial minerals,  595;  of  biaxial 
minerals,  598 

Tabular  haBit,  57,  60 

Talc,  481 

Tantalite,  499 

Tapiolite,  499 

Tephroite,  379 

Thalium-mercuro-nitrate  solution,  28 

Thomsonite,  283 

Thorite,  446 

Thoulet  solution,  96 

Thuute,  399 

Titanite,  491 

Titanolivine,  379 

Topaz,  293 

Topic  parameters,  89 

Total  lefiection,  104 

Tourmaline,  424 

Tremolite,  345,  349 

Triaxial  ellipsoid,  163 
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TrICLIKIC  AMPHIBOLB,  345;  FTROXENE, 

298 
Tridtiote,  541 
Trimerite,  387 
Triphyutb,  519 
Tripute,  525 
Triploidite,  525 
Tritomite,  442 
Troostite,  389 
Tysonite,  576 
Twinning,  64 

Uniaxial  crystal,  131;  in  monochro- 
matic light^  137;  interference 
figure,  1^ 

Uralite,  309,  368 

Uraninite,  532 

ijvarovite,  374 

Valence,  5,  11 
Vbsuvianite,  396 
Viola's  method,  119 

Water  of  crystallization,  10 


Wave  front,  100;   form,  99;   motion, 

98;  surface,  99 
Weiss  symbols,  44 
Wernerite,  266 
Westphal  balance,  95 
Willemite,  389 

WiTHAMITE,  406 
WiTHERITE,  510 
WOBLERITE,  299,  334 
WOLLASTONITE,  299,  338 

worthite,  291 

Xenolite,  291 
Xenotime,  530 

Yttrialite,  432 
Yttrotantalite,  501 

Zeoute  group,  269 

ZlNCTTE,  567 
ZiNNWALDITE,  447 

Zircon,  444 
ZoisiTE,  399 
Zonal  structure,  72 


